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PREFACE. 


The  preparation  of  a  ^  Text-Book  of  Mineralogy "  was  undertaken  in 
1868,  by  Prof.  J.  D.  Dana,  immediately  after  the  publication  of  the  fifth 
edition  of  the  System  of  Mineralogy.  The  state  of  his  health,  however, 
early  compelled  him  to  relinquish  the  work,  and  he  was  not  able  subsequently 
to  resume  it.  Finally,  after  the  lapse  of  seven  years,  the  editorship  of  the 
volume  was  placed  in  the  hands  of  the  writer,  who  has  endeavored  to  carry 
out  the  original  plan. 

The  work  is  intended  to  meet  the  requirements  of  class  instruction.  With 
this  end  in  view  the  Descriptive  part  has  been  made  subordinate  to  the 
more  important  subjects  embraced  under  Physical  Mineralogy. 

The  Crystallography  is  presented  after  the  methods  of  Naumann ;  his 
system  being  most  easily  understood  by  the  beginner,  and  most  convenient 
for  giving  a  general  knowledge  of  the  principles  of  the  Science.  For  use 
in  calculations,  however,  it  is  much  less  satisfactory  than  the  method  of 
Miller,  and  a  concise  exposition  of  Millar's  System  has  accordingly  been 
added  in  the  Appendix.  The  chapter  on  the  Physical  Characters  of  Min- 
erals has  been  expanded  to  a  considerable  length,  but  not  more  than  was 
absolutely  necessary  in  order  to  make  clearly  intelligible  the  methods  of 
using  the  principles  in  the  practical  study  of  crystals.  For  a  still  fuller 
discussion  of  these  subjects  reference  may  be  made  to  the  works  of  Schrauf 
and  of  Groth,  and  for  details  in  regard  to  the  optical  characters  of  mineral 
species  to  the  Mineralogy  of  M.  DesCloizeaux. 

The  Descriptive  part  of  the  volume  is  an  abridgment  of  the  System  of 
Mineralogy,  and  to  that  work  the  student  is  referred  for  the  history  of  each 
species  and  a  complete  list  of  its  synonyms ;  for  an  enumeration  of  ob- 
served crystalline  planes,  and  their  angles ;  for  all  published  analyses ; 
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for  a  fuller  description  of  localities  and  methods  of  occurrence,  and  also  for 
an  account  of  many  species  of  uncertain  character,  not  mentioned  in  the 
following  pages.  A  considerable  number  of  changes  and  additions,  how- 
ever, have  been  made  in  the  preparation  of  the  present  work,  made'  neces- 
sary by  the  progress  in  the  Science,  and  among  these  are  included  many 
new  species.  The  chemical  formulas  are  those  of  modern  Chemistry.  The 
new  edition  of  Kammelsberg's  JSandbuoh  der  Miiieralcliemie  has  been 
often  used  in  the  preparation  of  the  volume,  and  frequent  references  to  him 
will  be  found  in  the  text 

The  work  has  throughout  been  under  the  supervision  of  Prof.  Dana,  and 
all  the  proofs  have  passed  under  his  eye.  Acknowledgments  are  also  due 
to  Prof.  G.  J.  Brush  and  Prof.  J.  P.  Cooke  for  friendly  advice  on  many 
points. 

New  HAVEN,  March  1st,  1877. 
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INTRODUCTION. 


The  Third  Kingdom  of  Nature,  the  Inorganic,  embraces  all  species  not 
organized  by  living  growth.  Unlike  a  plant  or  animal,  an  inorganic  spe- 
cies is  a  simple  chemical  compound,  possessing  unity  of  chemical  and  physi- 
cal nature  throughout,  and  alike  in  essential  characters  through  all  diversity 
of  age  or  size. 

The  Science  of  Mineralogy  treats  of  those  inorganic  species  which  occur 
ready  formed  in  or  about  the  earth.  It  is  therefore  but  a  fragment  of  the 
Science  of  Inorganic  nature,  and  it  owes  its  separate  consideration  simply 
to  convenience. 

The  Inorganic  Compounds  are  formed  by  the  same  forces,  and  on  the  same  principles, 
whether  produced  in  the  laboratory  of  the  chemist  or  in  outdoor  nature,  and  are  strictly  no 
more  artificial  in  one  case  than  in  the  other.  Calcium  carbonate  of  the  chemical  laboratory 
is  in  every  character  the  same  identical  substance  with  calcium  carbonate,  or  calcite,  found 
in  the  rocks,  and  in  each  case  is  evolved  by  nature's  operations.  There  is  hence  nothing 
whatever  in  the  character  of  mineral  species  that  entitles  them  to  constitute  a  separate 
division  in  the  natural  classification  of  Inorganic  species. 

The  objects  of  Mineralogy  proper  are  three-fold  :  1,  to  present  the  true 
idea  of  each  species  ;  2,  to  exhibit  the  means  and  methods  of  distinguishing 
species,  which  object  is  however  partly  accomplished  in  the  former  ;  3,  to 
make  known  the  modes  of  occurrence  and  associations  of  species,  and  their 
geographical  distribution. 

In  presenting  the  science  in  this  Text  Book,  the  following  order  is 
adopted  : 

I.  Physical  Mineralogy,  comprising  that  elementary  discussion  with 
regard  to  the  structure  and  form,  and  the  physical  qualities  essential  to  a 
right  understanding  of  mineral  species,  and  their  distinctions. 

II.  Chemical  'and  Determinative  Mineralogy,  presenting  briefly  the 
general  characters  of  species  considered  as  chemical  compounds,  also  giving 
the  special  methods  of  distinguishing  species,  and  tables  constructed  for  this 
purpose.  The  latter  subject  is  preceded  by  a  few  words  on  the  use  of  the 
blow-pipe. 

III.  Descriptive  Mineralogy,  comprising  the  classification  and  descrip- 
tions of  species  and  their  varieties.  The  descriptions  include  the  physical 
and  chemical  properties  of  the  most  common  and  important  of  the  minerals. 
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Vlll  INTRODUCTION. 

with  some  account  also  of  their  association  and  geographical  distribution. 
The  rarer  species,  and  those  of  uncertain  composition,  are  only  very  briefly 
noticed. 

Besides  the  above,  there  is  also  the  department  of  Economic  Mineralogy,  which  is  not  here 
included.  It  treats  of  the  uses  of  minerals,  (1)  as  ores;  (2)  in  jewelry  ;  and  (3)  in  the  coarser 
arts. 

The  following  subjects  connected  with  minerals  properly  pertain  to  Geology  :  1,  Lithoh- 
gical  geology,  or  Lithsfogy,  which  treats  of  minerals  as  constituents  of  rocks.  2,  Chemical 
geology,  which  oonsiders  in  one  of  its  subdivisions  the  origin  of  minerals,  as  determined,  in. 
the  light  of  chemistry,  by  the  associations  of  species,  the  alterations  which  species  are  liable 
to,  or  which  they  are  known  to  have  undergone,  and  the  general  nature,  origin,  and  change* 
of  the  earth's  rock  formations.  Under  chemical  geology,  the  department  whinh  considers 
especially  the  associations  of  species,  and  the  order  of  succession  in  such  associations,  has 
received  the  special  name  of  the  paragenesis  of  minerals  ;  while  the  origin  of  minerals  or 
rocks  through  alteration,  is  called  metamorphism  or  pseudomorpfvisin,  the  latter  term  being 
restricted  to  those  cases  in  which  the  crystalline  form,  and  sometimes  also  the  cleavage,  of 
a  mineral  is  retained  after  the  change. 


For  a  catalogue  of  mineralogical  works,  and  of  periodicals,  and  transactions  of  Scientific 
Societies  in  which  mineralogical  memoirs  have  been  and  are  published,  reference  is  made  to 
the  System  of  Mineralogy  (1868),  pp.  xxxv-xlv.,  and  Appendix  IL  (1874).  The  following 
works,  however,  deserve  to  be  mentioned  as  wiU  be  found  useful  as  books  of  reference. 

In  Cryhtallography  : 

Naumann.  Lehrbuch  der  reinen  und  angewandten  Krystallographie.  2  vols.,  8vo. 
Leipzig,  1829. 

Naumann.  Anfangsgninde  der  Krystallographie.     2d  ed.,  292  pp.,  8vo.     Leipzig,  1854. 

Naumann.  Elemente  der  theoretischen  Krystallographie.     883  pp.,  8vo.     Leipzig,  1830. 

Miller.  A  Treatise  on  Crystallography.     Cambridge,  1839. 

GraiUch.  Lehrbuch  der  Krystallographie  von  W.  H.  Miller.     328  pp.,  8vo.     Vienna,  1856. 

Kopp.  Einleitung  in  die  Krystallographie.     348  pp.,  8vo.     Braunschweig,  1802. 

Von  Lang.  Lehrbuch  der  Krystallographie.     358  pp.,  8vo.     Vienna,  1800. 

Qu-enstedt.  Grundriss  der  bestimmenden  und  rechneuden  Krystallographie.  Tttbingen,  1873. 

Iiose-Sadibeck.  Elemente  der  Krystallographie.  3d  ed.,  vol.  i.,  181  pp.,  8vo.  Berlin, 
1873.     Vol.  ii.,  Angewandte  Krystallographie.     284  pp.,  8vo.     Berlin,  1870. 

Schrauf.  Lehrbuch  der  Physikalisehen  Mineralogie.  Vol.  i.,  Krystallographie.  251  pp., 
8vo.,  1800;  vol.  ii.,  Die  angewandte  Physik  der  Krystalle.     420  pp.     Vienna,  1808. 

Groth.  Physikalische  Krystallographie.     527pp.*8vo.     Leipzig,  1870. 

Klein.  Einleitung  in  die  Krystallberechnung.     393  pp.,  8vo.     Stuttgart,  187G. 

In  Physical  Mineralogy  the  works  of  Sclirauf(\M*)%  and  Groth  (1870),  titles  as  in  the 
above  list.  Reference  is  also  made  to  the  works  on  Physics  mentioned  on  p.  150.  In  addi- 
tion to  these,  on  pp.  Ill,  118,  150,  103,  107  a  few  memoirs  of  especial  importance  on  the 
different  subjects  are  enumerated. 

In  Chemical  Mineralogy  :  Rammehberg,  Handbuch  der  Mineralchemie,  2d  ed.,  Leipzig, 
1875.     In  Determinative  Mineralogy,  Brush  (New  York,  1875). 

In  Descriptive  Mineralogy  :  among  recent  works  those  of  Brooke  and  MWer  (2d  ed.  of 
Phillips'  Min.),  London,  1852  ;  Qaermte-it,  2d  ed.,  Tubingen.  1803;  ticfirmif,  Atlas  der  Krys- 
tallformen.  Lief.  I. -IV.,  1871-1873;  Kok*rJuirof%  Materialien  zur  Mineralogie  Russlands. 
vol.  i.,  1805,  vol.  vi.,  1874 ;  I)esChizeaux%  vol.  i.,  1802,  vol.  ii..  Paris,  1874;  Dana,  System  of 
Mmeralogy,  1808,  App.  I.,  1872,  App.  II.,  1874;  Bhim,  4th ed.,  1874  ;  Naunann,  9th  ed.,  1874. 

The  following  publications  are  devoted  particularly  to  Mineralogy  : 

Jahrbuch  fur  Mineralogie  ;  G.  Leonhard  and  II.  B.  Geinitz  Editors,  Stuttgart. 

Tschermak  Mineralogische  Mittheilungen  ;  G.  T.sohermak  Editor,  Vienna. 

Mineralogical  Magazine  and  Journal  of  the  Mineralogical  Society  ;  London,  and  Truro, 
Cornwall.     Commenced  1875. 

Zeitschrif t  fur  Krystallographie  ;  P.  Groth  Editor ;  Leipzig.     Commenced  1876. 
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ABBREVIATIONS  EMPLOYED  IN  THE  DESCRIPTION  OF  SPECIES. 


Observations  on  occurrence,  etc. 
Oxidizing  Flame  (p.  182). 
Pyrognostics. 
Q.  Ratio.  Quantivalent  Ratio  (p.  170). 
Reducing  Flame  (p.  182). 
Varieties. 


B.B. 

Before  the  Blowpipe  (p.  188). 

Obs. 

Comp. 

Composition. 

O.F. 

•DiSL 

Differences,  or  distinctive  characters. 

Pyr. 

G. 

Specific  Gravity. 

Q.  Ratio 

Germ. 

German. 

R.F. 

H. 

Hardness. 

Var. 
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PART   I. 


PHYSICAL    MINERALOGY. 


The  grand  departments  of  the  science  here  considered  are  the  following : 
1.  Structure. — Structure  in  Inorganic  nature  is  a  result  of  mathemati- 
cal symmetry  in  the  action  of  cohesive  attraction.  The  forms  produced 
are  regular  solids  called  crystals  ;  whence  morphology  is,  in  the  Inorganic 
kingdom,  called  crystallology.  It  is  the  science  of  structure  in  this  king- 
dom of  nature. 

2.  Physical  properties  of  Minerals,  or  those  depending  on  relations  to 
light,  heat,  electricity,  magnetism  ;  on  differences  as  to  density  or  specific 
gravity,  hardness,  taste,  odor,  etc. 

Crystallology  is  naturally  divided  into,  I.  Crystallography,  which  treats 
of  the  forms  resulting  from  crystallization ;  II.  Crystallogeny,  which  de- 
scribes the  methods  of  making  crystals,  and  discusses  the  theories  of  their 
origin.     Only  the  former  of  these  two  subjects  is  treated  of  in  this  work. 


SECTION  L 
CRYSTALLOGRAPHY. 

Crystallography  embraces  the  consideration  of — (1)  normally  formed  or 
regular  crystals ;  (2)  twin  or  compound  crystals ;  (3)  the  irregularities  of 
crystals  ;  (4)  crystalline  aggregates  ;  and  (5)  pseudomorphous  crystals. 

1.  General  Characters  of  Crystals. 

(1)  External  form. — Crystals  are  bounded  by  plane  surface^ 
called  simply  planes  or  faces,  symmetrically  arranged  in  refer- 
ence to  one  or  more  diametral  lines  called*  axes.  In  the  an- 
nexed figure  the  planes  1  and  the  planes  i  are  symmetrically 
arranged  with  reference  to  the  vertical  axis  c  c  ;  and  also  the 
planes  of  each  kind  with  reference  to  the  three  transverse  axes. 

(2)  Constancy  of  angle  in  thesams  species. — The  crystals  of 
auy  species  are  essentially  constant  in  the  angle  of  inclination 
between  like  planes.     The  angle  between  1  and  i,  in  a  given 
species,  is  always  essentially  the  same,  wherever  the  crystal  is  found,  and 
whether  a  product  of  nature  or  of  the  laboratory. 
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(3)  Difference  of  angle  of  different  species. — The  crystals  of  different 
6pecies  commonly  differ  in  angles  between  corresponding  planes.  The 
angles  of  crystals  are  consequently  a  means  of  distinguishing  species. 

(4)  Diversity  of  planes. — While  in  the  crystals  of  a  given  species  there 
is  constancy  of  angle  between  like  planes,  the  forms  of  the  crystals  may  be 
exceedingly  diverse.     The  accompanying  figures  are  examples  of  a  few  of 


^>i  dfe 


^y  w? 


the  forms  of  the  species  zircon.  There  is  hardly  any  limit  to  the  number  of 
forms  which  may  occnr  ;  yet  for  each  the  angles  between  like  planes  are 
essentially  constant. 

Crystals  occur  of  all  sizes,  from  the  merest  microscopic  point  to  a  yard  or  more  in  diame- 
ter. A  single  crystal  of  quartz,  now  at  Milan,  is  three  and  a  quarter  feet  long,  and  five  and  a 
half  in  circumference  ;  and  its  weight  is  estimated  at  eight  hundred  and  seventy  pounds. 
A  single  cavity  in  a  vein  of  quartz  near  the  Tiefen  Glacier,  in  Switzerland,  discovered  in 
1807,  has  afforded  smoky  quartz  crystals  weighing  in  the  aggregate  about  20,000  pounds  ;  a 
considerable  number  of  the  single  crystals  having  a  weight  of  200  to  250  pounds,  or  even 
more.  One  of  the  gigantic  beryls  from  Acworth.  New  Hampshire,  measures  four  feet  in 
length,  and  two  and  a  half  in  circumference;  and  another,  at  Grafton,  is  over  four  feet  long, 
and  thirty-two  inches  in  one  of  its  diameters,  and  does  not  weigh  less  than  two  and  a  half 
tons.  But  the  highest  perfection  of  form  and  transparency  are  found  only  in  crystals  of 
small  size. 

In  its  original  signification  the  term  crystal  was  applied  only  to  crystals  Of  quartz  (f.  1), 
which  the  ancient  philosophers  believed  to  be  water  congealed  by  intense  cold.  Hence  the 
term,  from  Kpvtrrahhos,  ice. 

(5)  Symmetry  in  the  position  of  planes. — The  planes  on  the  crystals 
of  any  species,  however  numerous,  are  arranged  in  accordance  with  certain 
laws  of  symmetry  and  numerical  ratio.  If  one  of  the  simpler  forms  be 
taken  as  a  primary  or  fundamental  form ,  all  other  planes  will  be  secondary 
planes,  or  modifications  of  the  fundamental  form.  It  should  be  observed, 
however,  that  the  forms  called  primary  and  fundamental  in  crystal lographic 
description,  are  in  general  merely  so  by  assumption  and  for  convenience 
of  reference.   (See  also  p.  12.) 

CUavage. — Besides  external  symmetry  of  form,  crystallization  produces 
also  regularity  of  internal  structure,  and  often  of  fracture.  This  regular- 
ity of  Iracture,  or  tendency  to  break  or  cleave  along  certain  planes,  is  called 
clmvaqe.  The  surface  afforded  by  cleavage  i6  often  smootn  and  brilliant. 
The  directions  of  cleavage  are  those  of  least  cohesive  force  in  a  crystal  ;  it 


Digitized  by 


Google 


CRYSTALLOGRAPHY.  8 

is  not  to  be  understood  that  the  cleavage  lamellae  are  in  any  sense  present 
before  they  are  made  to  appear  by  fracture. 

In  regard  to  cleavage,  two  principles  may  be  here  stated  : — (a)  In  any 
species,  the  direction  in  which  cleavage  takes  place  is  always  parallel  to 
some  plane  which  either  actually  occurs  in  the  crystals  or  may  exist  there 
in  accordance  with  the  general  laws  which  will  be  stated  hereafter. 

(b)  Cleavage  is  uniform  as  to  ease  parallel  to  all  like  planes  ;  that  is,  if 
it  may  be  obtained  parallel  to  one  plane  of  a  kind  (as  1,  f.  1),  it  may  be  ob- 
tained with  equal  facility  parallel  to  each  of  the  other  planes  1  ;  and  will 
afford  planes  of  like  lustre.  This  is  in  accordance  with  the  symmetry  of 
crystallization.  It  will  be  evident  from  this  that  the  angles  between  planes 
of  like  cleavage  will  be  constant :  thus,  a  mass  of  calcite  under  the  blow  of 
a  hammer  will  separate  into  countless  rhombohedrons,  each  of  which  affords 
on  measurement  the  angles  74°  55'  and  105°  5'.  In  a  shapeless  mass  of 
marble  the  minute  grains  have  the  same  regularity  of  cleavage  structure. 
See  further,  p.  115. 

2.  Descriptions  of  some  of  the  simpler  forms  of  Crystals. 

Preliminary  Definitions.  Angles. — In  the  descriptions  of  crystals  three 
kinds  of  angles  may  come  under  consideration,  solids  plane,  and  inter  fa- 
cial.   The  last  are  the  inclinations  between  the  faces  or  planes  of  crystals. 

Axes. — The  erystaUographic  axes  are  imaginary  lines  passing  through 
the  centre  of  a  crystal.  They  are  assumed  as  axes  in  order  to  describe,  by 
reference  to  them,  the  relative  positions  of  the  different  planes.  One  of 
the  axes  is  called  the  vertical,  and  the  others  the  lateral  /  the  number  of 
lateral  axes  is  either  two  or  three.  The  axes  have  essentially  the  same  re- 
lative lengths  in  all  the  crystals  of  a  species ;  but  those  of  different  species 
often  differ  widely 

Diametral  planes. — The  planes  in  which  any  two  axes  lie  are  called  the 
axial  or  diametral  planes  or  sections ;  they  are  the  coordinate  planes  of  an- 
alytical geometry.  They  divide  the  space  about  the  centre  into  sectants; 
into  eight  sectants,  called  octants,  if  there  are  but  two  lateral  axes,  as  is 
generally  the  case  ;  but  into  twelve  sectants  if  there  are  three,  as  in  hexa- 
gonal crystalline  forms. 

Diagonal  planes  are  either  diagonal  to  the  three  axes,  as  those  through 
the  centre  connecting  diagonally  opposite  solid  angles  of  a  cube,  oi  diag- 
onal to  two  axes,  and  passing  through  the  third,  as  those  connecting  diag- 
onally opposite  edges  of  the  cube. 

Similar  planes  and  edges  are  such  as  are  similar  in  position,  and  of  like 
angles  with  reference  to  the  axes  or  axial  planes.  Moreover,  in  the  case  of 
similar  edges,  the  two  planes  by  whose  intersection  the  edges  are  formed, 
meet  at  the  same  angle  of  inclination.  For  example,  all  the  planes  and 
edges  of  the  tetrahedron  (f.  9),  regular  octahedron  (f.  11),  cube  (f.  14), 
rhombic  dodecahedron  (f.  19),  are  similar.  In  the  rhombohedron  (f.  16) 
there  are  two  sets  of  similar  edges,  six  being  obtuse  and  six  acute. 

Solid  angles  are  similar  when  alike  in  plane  angles  each  for  each,  and 
when  formed  by  the  meeting  of  planes  of  the  same  kind. 

A  combination-edge  is  the  edge  formed  by  the  meeting  or  intersection  of 
two  planes. 
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Truncations,  bevelments. — In  a  crystal,  an  edge  or  angle  is  said  to  be  re- 
placed when  the  place  of  the  edge  or  angle  is  occupied  by  one  or  more 
planes ;  and  in  the  case  of  the  replacement  of  an  edge,  the  replacing 
planes  make  parallel  intersections  with  the  including  planes,  that  is,  with 
the  direction  of  the  replaced  edge  (f.  43). 

A  replacement  of  an  edge  or  angle  is  a  truncation  when  the  replacing 
plane  makes  equal  angles  with  the  including  planes.  Thus,  in  f.  6,  i-i 
truncates  the  edge  between  /  and  1. 

An  edge  is  said  to  be  bevelled  when  it  is  replaced  by  two  similar  planes, 
that  is,  by  planes  having  like  inclinations  to  the  adjoining  planes.  Thus, 
in  f.  5,  the  edge  between  3, 3,  is  bevelled  by  the  two  planes  3-3, 3-3,  the  right 
3-3  and  3  having  the  same  mutual  inclination  as  the  left  3-3  and  3.  So, 
in  f.  192,  p.  43,  the  edge  between  /and  /is  levelled  by  the  planes  i-%,  i-2. 
Truncations  and  bevelments  of  edges  take  place  only  between  similar 
planes.  Thns  /,  /,  and  3,  3,  are  similar  planes  in  fig.  5.  The  edge  i|i  might 
be  truncated  or  bevelled,  for  the  same  reason  ;  but  not  the  edge  between  1 
and  /,  since  1  and  /  are  dissimilar  planes. 

A  zone  is  a  series  of  planes  in  which  the  combination-edges  or  mutual 
•intersections  ^x^  parallel.  Thus,  in  fig.  3, the  planes  1,  3,  /make  a  vertical 
zone ;  so  in  f .  8,  the  planes  between  1  and  i-i  make  a  zone,  and  this  zone 
actually  continues  above  and  below,  around  the  crystal ;  in  f.  5,  the  planes 
3,  3-3,  3-3,  3  are  in  one  zone ;  and  i-i,  /,  i-i,  /,  in  another.  On  the  true 
meaning  of  zones,  see  p.  53. 

The  above  explanations  are  preliminary  to  the  descriptions  of  the  forms 
of  all  crystals. 

A.  F0RM8    CONTAINED   UNDER   FOUR 

EQUAL    TRIANGULAR    PLANES. — A.  HegU- 

lar  tetrahedron  (f.  9).    Edges  six ;  solid 
angles  four.     Faces   equilateral  trian- 

fles,  and  plane  angles  therefore  60°. 
nterfacial  angles  70°  81'  44".  Named 
from  Terpa/us,  four  times,  and  ehpa, 
face. 

2.  Sphenoid  (f.  10).  Faces  isosceles  triangles,  not  equilateral.  Plane  and 
interfacial  angles  varying ;  the  latter  of  two  kinds,  (a)  two  terminal,  (b)  four 
lateral.     Named  from  atyqv,  a  wedge. 

B. — Forms  contained  under  eight  triangular  planes. — The  solids 
here  included  are  called  octahedroTis,  from  oxTa/eis,  eight  times,  and  eSpa, 
face.  They  have  twelve  edges ;  and  six  solid  angles.  One  of  the  axes, 
when  they  differ  in  length,  is  made  the  vertical  axis ;  and  the  others  are 
the  lateral  axes.  The  solid  angles  at  the  extremities  of  the  vertical  axes  are 
the  vertical  or  terminal  solid  angles ;  the  other  four  are  the  lateral.  The 
four  edges  meeting  in  the  apex  of  the  terminal  solid  angle  are  the  terminal 
edges ;  the  others,  the  lateral  or  basal  edges. 

1.  Regular  Octahedron  (f.  11).  Faces  equilateral  triangles.  Interfacial 
angles  109°  28'  16'' ;  angle  between  the  planes  over  the  apex  of  a  solid 
angle  70°  31'  44" ;  angle  between  edges  over  a  solid  angle  90°.  The  three 
axes  are  equal,  and  hence  either  may  be  made  the  vertical.  Lines  connect- 
ing the  centres  of  opposite  faces  are  called  the  octahedral  or  trigonal  inter- 
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oases  ;  and  those  connecting  the  centres  of  opposite  edges  the  dodecahedral 
or  r/iombie  interaxes. 

2.  Square  Octahedron  (f.  12,  f.  12a).  Faces  eqnal  isosceles  triangles, 
not  equilateral.  The  four  terminal  edges  are  equal  and  similar ;  and  so 
also  the  four  lateral. 


12a  i 


The  lateral  axes  are  equal;  the  vertical  axis  may  be  longer  or  shorter 
than  the  lateral. 

3.  The  rho?nbic  octahedron  (f.  13)  differs  from  the  square  octahedron  in 
having  a  rhombic  base,  and  consequently  the  three  axe3  are  unequal.  The 
basal  edges  are  equal  and  similar  ;  but,  owing  to  the  unequal  lengths  of 
the  lateral  axes,  the  terminal  edges  are  of  two  kinds,  two  being  shorter 
and  more  obtuse  than  the  other  two. 

C. — Forms  contained  under  six  equal  planes. — The  forms  here  in- 
cluded have  the  planes  parallelograms  ;  the  edges  are  twelve  in  number 
and  equal ;  the  solid  angles  eight. 

1.  Cube  (f .  14).  Faces  equal  squares,  and  plane  angles  therefore  90°. 
The  twelve  edges  similar  as  well  as  eqnal ;  the  eight  solid  angles  similar  and 
equal.  Interfacial  angles  90°.  The  three  axes  equal  and  intersecting  at 
rigjht  angles. 

Lines  connecting  the  apices  of  the  solid  angles  are  the  octahedral  or  tri- 
gonal interaxes,  and  those  connecting  the  centres  of  opposite  edges  the 
dodecahedral  or  rhombic  interaxes.  if  the  cubic  axis  (=edge  of  the  cube) 
=  1,  then  the  dodecahedral  interaxes  =  V2  =1.41421 ;  and  the  octahedral 
interaxes  =  \/3  =  1.73205.  And  if  the  dodecahedral  axis  =  1,  then  the 
octahedral  =  1.224745. 
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If  a  cube  is  placed  with  the  apex  of  one  angle  vertically  over  that  diagonally  opposite,  that 
is,  with  an  octahedral  interaxis  vertical,  the  parts  are  all  symmetrically  arranged  around 
this  vertical  axis.  In  this  position  (f.  15)  the  cube  has  three  planes  inclined  toward  one  apex, 
and  three  toward  the  other  ;  it  has  three  terminal  edges  meeting  at  each  apex  ;  and  six  late- 
ral edges  situated  symmetrically,  but  in  a  zigzag,  around  the  vertical  axis.  If  lines  are 
drawn  connecting  the  centres  of  the  opposite  lateral  edges,  and  these  are  taken  as  the  lateral 
axes,  the  lateral  axes,  three  in  number,  will  lie  in  a  plane  at  right  angles  to  the  vertical,  and 
will  intersect  at  the  centre  at  angles  of  60°.  The  cube  placed  in  this  position  would  then  have 
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one  vertical  and  three  equal  lateral  axes  ;   and  as  the  lateral  axes  correspond  to  the  dodeoa- 
hedral  interaxes  of  a  cube,  the  ratio  of  a  lateral  axis  to  the  vertical  is  1 :  1.234745. 


2.  Rhombohedron  (f .  16  to  18).  Faces  equal  rhombs.  The  twelve  edges 
of  two  kinds ;  six  obtuse,  and  six  acute.  Solid  angles  of  two  kinds  ;  two 
symmetrical,  consisting  each  of  three  equal  plane  angles ;  the  other  six  un- 
symmetrical,  the  plane  angles  enclosing  them  being  of  two  kinds. 

The  rhombohearon  resembles  a 'cube  that  has  been  either  shortened,  or 
lengthened,  in  the  direction  of  one  of  the  octahedral  axes,  the  former  mak- 
ing an  ohtuse  rhombohedron,  the  latter  an  acute;  and  it  is  in  position  when 
this  axis  is  vertical,  the  parts  being  situated  symmetrically  about  this  axis, 
as  in  the  second  position  of  the  cube  above  described.  In  an  ohtuse  rhom- 
bohedron (f .  16, 17),  the  terminal  solid  angles  are  bounded  by  three  obtuse 
plane  angles,  and  the  other  six,  which  are  the  lateral,  by  two  acute  and  one 
obtuse ;  the  six  terminal  edges  (three  meeting  at  each  apex)  are  obtuse,  and 
the  six  lateral  edges  are  acute.  Conversely,  in  an  acute  rhombohedron  (f. 
18)  the  terminal  angles  are  made  up  of  acute  plane  angles,  and  the  lateral 
of  two  obtuse  and  one  acute ;  the  six  terminal  edges  are  acute,  and  the  six 
lateral  obtuse.  The  axes  are  a  vertical,  and  three  lateral ;  the  lateral  axes 
connect  the  centres  of  opposite  lateral  edges  and  intersect  at  angles  of  60°. 
The  cube  in  the  second  position  (f.  15)  corresponds  to  a  rhombohedron 
of  90°,  or  is  intermediate  between  the  obtuse  and  the  acute  series. 

D. — Forms  contained  under  twelve  equal  planes.     1. 

Rhombic   Dodecahedron  (f.  19).     Faces  rhombs,  with  the 

plane  angles  109°  28'  16",  70°  31'  44".      Edges  twenty-four, 

all  similar;   interfacial  angle  over  each  edge  120°.     Solid 

angles  of  two  kinds  :  (a)  six  acute  tetrahedral,  being  formed 

of  four  acute  plane   angles;  and   (b)  eight  obtuse  trihedral, 

being  formed  of  three  obtuse  plane  angles.     Angle  between 

planes  over  apex  of  tetrahedral  solid  angle,  90° ;  angle  between 

edges  over  the  same  109°  28'  16".     The  axes  three,  equal, 

rectangular,  and  therefore  identical  with  those  of  the  regular  octahedron 

and  cube.     The  dodecahedral  interaxes  connect  the  centres  of  opposite 

faces  ;  and  the  octahedral  the  apices  of  the  trihedral  solid  angles.     Earned 

from  ScoSetea,  twelve,  and  18/oa,  face. 

2.  Pyramided  dodecahedron,  or  Quartzoid.  (Called 
also  Lhhexagonal  Pyramid,  Isosceles  Dodecahedron.) 
Faces  isosceles  triangles,  and  arranged  in  two  pyramids 
placed  base  to  base  (i.  20).  Edges  of  two  kinds :  twelve 
equal  terminal,  and  six  equal  basal;  axes, a  vertical  differ- 
ing in  length  in  different  species;  and  three  lateral,  equal, 
situated  in  a  plane  at  right  angles  to  the  vertical,  and  in- 
tersecting one  another  at  angles  of  60°,  as  in  the  rhombo- 
hedron. 

E. — Prisms. — Prismatic  forms  consist  of  at  least  two  sets 
of  planes,  the  basal  planes  being  unlike  the  lateral.  The  bases  are  always 
equal ;  and  the  lateral  planes  parallelograms.  The  vertical  axis  is  unequal 
to  the  lateral,  (a)  Three-sided  prism.  A  right  (or  erect)  prism,  having 
its  bases  equal  equilateral  triangles,  (b)  Four-sided  prisms.  Four  sided 
prisms  are  either  right  (erect),  or  oblique,  the  former  having  the  vertical  axis 
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at  right  angles  to  the  base  or^o  the  plane  of  the  lateral  axes,  and  the  lattor 
oblique. 

1.  Square  or  Tetragonal  Prism  (f.  21,  22).  Base  a  square  ;  lateral 
planes  equal.  Edges  of  two  kinds  :  (a)  eight  basal,  equal,  each  contained 
between  the  base  and  a  lateral  plane  ;  (b)  four  lateral,  contained  between  the 
equal  lateral  planes.  Interfacial  angles  all  90°,  plane  angles  90°.  Solid 
angles  eight,  of  one  kind.  Axes  :  a  vertical,  differing  in  length  in  different 
species,  and  longer  or  shorter  than  the  lateral ;  two  lateral,  equal,  at  right 
angles  to  one  another  and  to  the  vertical,  and  connecting  either  the  centres 
of  opposite  lateral  planes  (f.  21)  or  edges  (f.  22).  The  cube  is  a  square 
prism  with  the  vertical  axis  equal  to  the  lateral. 
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2.  Right  Rhombic  Prism  (f.  23).  Base  a  rhomb  ;  lateral  planes  equal 
parallelograms.  Edges  of  three  kinds  :  (a)  eight  basal,  equal,  and  rectan- 
gular as  iu  the  preceding  form  ;  (b)  two  lateral,  obtuse;  and  (c)  two  lateral, 
acute.  Solid  angles  of  two  kinds  ;  (a)  obtuse  at  the  extremities  of  the  ob- 
tuse edge,  and  (&)  acute  at  the  extremities  of  the  acute  edge.  Axes  rect- 
angular, unequal  ;  a  vertical ;  a  longer  lateral,  the  maciwdiagonal  axis 
(named  from  /Aa/t/w,  large),  and  a  shorter  lateral,  the  braohydiagoiial  axis 
(named  from  fipaxfc,  sho7,t). 

3.  Right  Rectangular  Prism  (f.  24).  Base  a  rectangle,  and  in  conse- 
quence of  its  unequal  sides,  two  opposite  lateral  planes  of  the  prism  are 
broader  thau  the  other  two.  Edges  all  rectangular,  but  of  three  kinds  : 
(a)  four  longer  basal  ;  (b)  four  shorter  basal  ;  (c)  four  lateral.  Axes  con- 
necting the  centres  of  opposite  faces,  rectangular,  unequal ;  a  vertical,  a 
macrodiagonal,  and  a  brachydiagonal,  being  like  those  of  the  right  rhom- 
bic prism.  In  the  rectangular  prism,  either  of  the  faces  may  be  made  the 
basal,  and  either  axis,  consequently,  the  vertical. 

4.  Oblique  Prisms.  Figs.  25  and  26  represent  prisms  oblique  in  the 
direction  of  one  axis.  As  seen  in  them,  the  vertical  axis  e  is  oblique  to  the 
lateral  axis  d,  called  the  clinodiagonal  axis  ;  but  b,  the  orthodiagonal  axis, 
is  at  right  angles  to  both  c  and  a.  Similarly,  the  axial  sections  cb,  ba  are 
mutually  oblique  in  their  inclinations,  while  ca,  cb  and  ca,  ba  are  at  right 
angles.  The  clinodiagonal  section  ca  is  called  the  section  or  plane  of  sym- 
metry. 

The  form  in  f.  25  is  sometimes  called  an  oblique  rhombic  prism.  The 
edges  are  of  two  kinds  as  to  length,  but  of  four  kinds  as  to  interfacial  angles 
over  them :  (a)  four  basal  obtuse ;  (b)  four  basal  acute  ;  (c)  two  lateral  ob- 
tuse :  (d)  two  lateral  acute.  The  prism  is  in  position  when  placed  with  the 
clinodiagonal  section  vertical. 

Figs.  27  and  28  show  the  doubly  oblique,  or  oblique  rhomboidal  prism, 
in  which  all  the  axes,  and  hence  all  the  axial  sections,  are  oblique  to  each 
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other.    All  these  cases  will  receive  farther  attention  in  the  description  of 
actual  crystalline  forms. 
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The  prisms  (in  f .  21,  24,  26,  28)  in  which  the  planes  are  parallel  to  the 
three  diametral  sections,  are  sometimes  called  diametral  prisms.  This 
term  also  evidently  includes  the  cube.  The  planes  which  form  these 
diametral  prisms  are  often  called  pinacoids.  The  terminal  plane  is  the 
basal  pinacoid,  or  simply  base ;  also,  in  f .  24  the  plane  (lettered  i-l)  parallel 
to  the  macrodiagonal  section  is  called  the  macropinacoid^  and  the  plane  (i-l) 
parallel  to  the  brachy  diagonal  the  brachypinacoid.  In  f .  26  the  nlane  (i-i) 
parallel  the  to  orthodiagonal  section  is  called  the  orthopinacoidy  and  the 
plane  (i-l)  parallel  to  the  clinodia^onal  section  the  clinopinacoid.  The 
word  pinacoid  is  from  the  Greek  irwal;,  a  board. 

(c).  Six-sided  Prism. — The  Hexagonal  prism. 
Base  an  equilateral  hexagon.  Edges  of  two 
kinds:  (a)  twelve  basal, equal  and  similar,  (b)  six 
lateral,  equal  and  similar ;  jnterfacial  angle 
over  the  former  90°,  over  the  latter  120°.  Solid 
angles,  twelve,  similar.  Axes:  a  vertical,  of 
different  length  in  different  species ;  three  late- 
ral equal,  intersecting  at  angles  of  60°,  as  in  the 
rhombohedron,  and  the  dihexagonal  pyramid  or 

S[uartzoid,  connecting  the  centres  either  of  the  lateral  edges  (f .  29),  or  lateral 
aces  (f.  30). 

3.  Systems  of  Crystallization. 

The  systems  of  crystallization  are  based  on  the  mathematical  relations  of 
the  forms  ;  the  axes  are  lines  assumed  in  order  to  exhibit  these  relations, 
they  mark  the  degree  of  symmetry  which  belongs  to  each  group  of  forms, 
and  which  is  in  fact  the  fundamental  distinction  between  them.  The  num- 
ber of  axes,  as  has  been  stated,  is  either  three  or  four — the  number  being 
four  when  there  are  three  lateral  axes,  as  occurs  only  in  hexagonal  forms. 

Among  the  forms  with  three  axes,  all  possible  conditions  of  the  axes  exist 
both  as  to  relative  lengths  and  inclinations  ;  that  is,  there  are  (as  has  been 
exemplified  in  the  forms  which  have  been  described),  (A)  among  ortho- 
metric  kinds,  or  those  with  rectangular  axial  intersections ;  (a)  the  three 
axes  equal ;  (b)  two  equal,  and  the  other  longer  or  shorter  than  the  two ;  (c) 
the  three  unequal ;  and  (B)  among  clinometric  kinds-,  one  or  more  of  the 
intersections  may  be  oblique  (in  all  of  these  the  three  axes  are  unequal). 
The  systems  are  then  as  follows : 

A.  Axes  three  ;  orthometric. 

1.  Isometric  System. — Axes  equal.  Examples,  cube,  regular  octahe- 
dron, rhombic  dodecahedron. 


Digitized  by 


Google 


CRYSTALLOGRAPHY.  9 

2.  Tetragonal  System. — Lateral  axes  equal ;  the  vertical  a  varying  axis. 
Ex.,  square  prism,  square  octahedron. 

3.  Orthoruombic  System. — Axes  unequal.  Ex.,  right  rhombic  prism, 
rectangular  prism,  rhombic  octahedron. 

B.  Axes  three  ;  clinometric. 

1.  Monoclinic  System. — Axes  unequal ;  one  of  the  axial  intersections 
oblique,  the  other  two  rectangular.     Ex.,  the  oblique  prisms  (f.  25,  26). 

2.  Triclinic  System. — Axes  unequal ;  three  of  the  axial  intersections  ob- 
lique.    Ex.,  oblique  rhomboidal  prism  (f.  27, 28). 

C.  Axes  four. — Hexagonal  System. — Three  lateral  axes  equal,  intersect- 
ing at  angles  of  60°.  The  vertical  axis  of  variable  length.  Example, 
hexagonal  prisms  (f .  29,  30). 

The  so-called  Diclinic  system  (two  oblique  axes)  is  not  known  to  occur,  for  the  single  sub- 
stance, an  artificial  salt,  supposed  to  crystallize  in  this  system  has  been  shown  by  von  Zepha- 
royich  to  be  triclinic.  Moreover,  von  Lang,  Quenstedt,  and  others  have  shown  mathemati- 
cally that  there  can  be  only  six  distinct  systems. 

The  six  systems  may  also  be  arranged  in  the  following  groups : 

1.  Isometric  (from  ?<ro9,  equal,  and  fiirpov,  medsure),  the  axes  being  all 
equal;  including:  I.  Isometric  System. 

2.  Isodiametnc,  the  lateral  axes  or  diameters  being  equal ;  including : 
II.  Tetragonal  System  ;  III.  Hexagonal  System. 

3.  Anisometric  (from  avto-os,  unequal,  etc.),  the  axes  being  unequal ;  in- 
cluding: IV.  Orthorhombio  System;  V.  Monoclinic  System  ;  VI.  Tri- 
clinic System. 

A  further  study  of  these  different  systems  will  show  that  in  group  1 
the  crystals  are  formed  or  developed  alike  in  all  three  axial  directions ;  in 

frroup  2  the  development  is  alike  in  the  several  lateral  directions,  but  nn- 
ike  vertically ;  and  in  group  3  the  crystals  are  formed  unlike  in  all  three 
directions.  These  distinctions  are  of  the  highest  importance  in  relation  to 
the  physical  characters  of  minerals,  especially  their  optical  properties,  and 
are  often  referred  to  beyond. 

The  numbers  (in  Roman  numerals)  here  connected  with  the  names  of  the  system  are  often 
used  in  place  of  the  names  in  the  course  of  this  Treatise. 

The  systems  of  crystallization  have  been  variously  named  by  different  authors,  as  follows  : 

1.  Isometric.  Te*sular  of  Mohs  and  Haidinger  ;  Isometiic  of  Hausmann ;  Tevteral  of  Nau- 
mann ;  Regular  of  Weiss  and  Rose ;  Cubic  of  Dufrenoy,  Miller,  Des  Cloizeaux ;  Monometrie  of 
the  earlier  editions  of  Dona's  System  of  Mineralogy. 

2.  Tetragonal.  Pyramidal  of  Mohs ;  Viergliedriege,  or  Zwei-und-einaxige,  of  Weiss ; 
Tetragonal  of  Naumann  ;  Monodimetric  of  Hausmann  ;  Quadratic  of  von  Kobell ;  Dimetric  of 
early  editions  of  Dana's  System. 

3.  Hex  agon  al.  Rhomboludral  of  Mohs  ;  Sechsgliedrige,  or  Drei-und-einaGige  of  Weiss; 
Hexagonal  of  Naumann ;  Monotrimctric  of  Hausmann. 

4.  Orthorhombio.  Prismatic,  or  Ort/iotype,  of  Mohs;  Ein-und-einaxige  of  Weiss; 
Wiombic  and  Aninometric  of  Naumann ;  Trimetric  and  Orthorhombic  of  Hausmann;  Trinut- 
ric  of  earlier  editions  of  Dana's  System. 

5.  Monoclinic.  Hemiptiamatic  and  Hemiortliotype  of  Mohs;  Zwei-und-mngUederige  of 
Weiss:  Monoclinotodral  of  Naumann  ;  CUncr?tc?nbic  of  v.  Kobell,  Hausmann,  Des  Cloizeaux ; 
Augitus  of  Haidinger ;  Oblique  of  Miller;   Afonoei/mmetn'c  of  Groth. 

«.  Triclinic.  letarto-prismatic  of  Mohs ;  Ein-und-eingUederigc  of  Weiss ;  TriclinoTiedral 
of  Naumann ;  Cimorlwmboidal  of  v.  Kobell ;  A/wrthic  of  Haidinger  and  Miller ;  Anorthic,  or 
DouUy  Oblique,  of  Des  Cloizeaux ;  Asymmetric^  of  Groth. 
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4.  Laws  with  reference  to  the  planes  of  Crystals. 

The  laws  with  reference  to  the  positions  of  the  planes  of  crystals  are  two: 
first,  the  law  of  simple  mathematical  ratio;  secondly,  the  Ipw  of  symmetry. 

1.  The  Law  of  simple  Mathematical  Ratio. 

The  crystallographic  axes  afford  the  means,  after  the  methods  of  analyti- 
cal geometry,  of  expressing  with  precision  the  relative  positions  of  the 
planes  of  crystals,  and  so  exhibiting  the  mathematical  ratios  pertaining  to 
crystallization.  These  axes,  as  has  been  stated,  are  supposed  to  pass  through 
the  centre  of  the  crystal,  and  every  plane  must  intersect  one,  two,  or  three 
of  them.     The  position  of  a  plane  is  obviously  determined  by  the  position 

of  the  points  in  which  it  meets  these  axes. 
Thus  the  plane  ABC,f.  31,  meets  the 
three  axes  at  the  points  A,  B,  and  C,  and 
its  position  is  determined  by  the  dis- 
tances O  A,  O  B,  O  C,  intercepted  be- 
tween these  points  and  the  centre  O. 
Similarly  the  plane  A  B  D  meets  the 
axes  in  the  points  A,  B,  and  D,  and  its 
position  is  determined  by  the  distances 
O  A,  O  B,  O  D ;  and  in  the  same  manner 
with  any  other  plane.  On  the  crystals 
of  a  given  species  the  occurring  planes 
have  exact  numerical  relations  to  each 
other,  and  it  is  to  6how  these  relations 
that  certain  lengths  of  the  axes  are 
assumed  as  units.  Thus,  in  the  case 
already  given  if  O  C,  O  B,  O  A,  or  more 
brieflv  c,  J,  a,  are  the  lengths  of  the 
axes  *  (strictly  speaking  semi-axes)  for  a 
given  species,  tnen  the  position  of  the 
first  plane  is  expressed  by  le  :  lb  :  la ;  that  of  the  second  by  2c  :  lb  :  la 
(if  Oi)=20C),  and  still  another  plaiTe  might  be  2c  :  2b  :  la,  and  so  on. 
Consequently  the  general  position  of  any  plane  may  be  expressed  by 
mc  :  no  :  ra,f  or  more  simply  mc  :  nb  :  a,  as  every  plane  is  for  simplicity 
supposed  to  meet  one  of  the  axes  at  the  unit  distance.  In  the  first  case 
mentioned  above,  m  =1  and  n  =  1 ;  but  in  general  m  and  n  may  vary  in 
value  from  zero  to  infinity.  The  law  of  simple  mathematical  ratio,  how- 
ever, requires  that  m  and  n,  which  express  the  ratios  in  the  lengths  of  the 
axes,  should  be  invariably  rational  numbers,  and  in  general  they  are  either 
whole  numbers  or  simple  fra/rtions. 

This  principle  may  be  stated  as  follows :  .  > 

The  2>osition  of  the  planes  in  a  given  crystal  is  related  in  some  simple 
ratio  to  the  relative  lengths  of  the  axes. 

*  The  vertical  axis  in  throughout  caUed  <?,  see  p.  53. 

+  It  is  more  usual,  and  analytically  more  correct,  to  write  this  expression  ra  :  nb  :  me ; 
but  as  the  usual  symbols  take  the  form  m-n}  the  order  of  the  terms  used  here  and  elsewhere 
is  more  convenient. 
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This  6nbject  will  become  clear  in  the  subsequent  study  of  the  different 
crystalline  forms ;  in  passing,  however,  reference  may  be  made 
to  f.  32  (zircon)  as  a  6ingle  example.  The  planes  lettered  1 
and  3  have  respectively  the  positions,  lc  :  15  :  la,  and  Sc :  lb :  la, 
and  in  the  second  case  the  vertical  axis  has  exactly  three  times 
the  length  of  that  of  the  former ;  any  such  multiples  as  2.93  or 
3.07  are  crystallographically  impossible.  It  is  this  principle 
which  makes  crystallography  an  exact  mathematical  science. 
Some  apparent  exceptions,  such  as  occasionally  occur,  do  not  at 
all  set  aside  this  rule.  ' 

The  expression  mo  :  rib  :  a  is  called  the  symbol  of  a  plane,  as  it  expresses 
its  exact  mathematical  position,  and  the  values  of  m  and  n  are  called  its 
parameters.  If  a  plane  intersects  two  of  the  axes,  but  not  the  third,  it 
is  parallel  to  it,  and  mathematically  it  is  said  to  cut  it  at  infinity  (oo )  ; 
hence  the  general  expression  for  a  plane  parallel  to  the  vertical  axis  c  (as  in 
f.  33)  will  be  <»  c  :  nb  :  a,  or  <x>  c  :  b  :  na,  accordiug  as  a  or  b  is  taken  as 
the  unit ;  for  a  plane  parallel  to  the  lateral  axis  b  (as  in  f.  34),  it  will  be 
mc  :  oo  b  :  a  ;  if  parallel  to  the  lateral  axis  a  (as  in  f .  35),  mc  :  b  :  oo  a. 

If  a  plane  is  parallel  to  two  axes,  b  and  a,  that  is,  intercepts  these  axes  at 


an  infinite  distance,  its  position  is  expressed  by  e  :  <x>  b  :  oo  a,  as  is  illus- 
trated by  f .  36 ;  again,  its  position  is  expressed  by  oo  c  :  b  :  oo  a,  if  parallel 
to  c  and  a ;  and  by  oo  c  :  oo  b  :  a,  if  parallel  to  c,  b.  These  may  also  be 
written  Oc  :  b  :  a,  etc. 

The  following  important  principle 
should  be  kept  in  mind.  The  relative 
not  the  absolute  position  of  any  plane 
has  to  be  regarded,  and  hence  all 
planes  parallel  to  each  other  are 
crystallographically  identical.  A 
plane  on  the  angle  of  the  cube  is  the 
same,  if  the  mutual  inclinations  re- 
main unchanged,  whether  large  or 
small,  for,  though  the  actual  distances 
cut  off  on  the  axes  may  differ  in  each 
case,  the  ratios  of  these  axes  are  iden- 
tical. Again,  in  f .  37,  the  three  planes, 
4c  :  46  :  2a,  and  2c  :  2b  :  a,  and  c  : 
b  :  \a  are  identical,  for  the  ratios 
of  the  three  axes  are  the  same 
throughout,  the  planes  being  of  course 
parallel.     Similarly  the  symbol  lc : 


%b  :  \a  may    be   written    Sc  :  b  :  a, 
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and  e  :  oo  b :  oo  a  is  the  same  as  Oc  :  b  :  a.  It  will  be  seen  that  this  prin- 
ciple makes  it  right  to  regard  every  plane  as  meeting  one  of  the  axe6  at 
the  unit  distance  from  the  centre,  which,  as  before  stated,  reduces  the 
general  expression  of  any  plane  mc  :nb:ra  to  the  simpler  form  mo :  nb  :  a} 
or  mo  :  b  :  na. 

The  principle,  which  has  just  been  stated,  also  makes  it  evident  that  when 
the  axes  are  all  equal,  they  are  not  necessarily  considered  in  naming  the 
position  of  any  plane ;  when  the  lateral  axes  alone  are  equal,  a  certain 
length  of  the  vertical  axis  must  be  assumed  for  each  species  ;  and  when  all 
the  axes  are  unequal,  certain  lengths  for  two  of  the  axes,  expressed  in 
terms  of  the  third  axis,  must  in  every  case  be  adopted. 

Hence  the  fundamental  form  of  any  species  may  be  regarded  as  that 
octahedron  whose  axes  correspond  in  relative  lengths  with  the  axes  c,  b,  a 
adopted  for  the  species.  The  faces  of  this  octahedron  intersect  the  axes  at 
distances  from  the  centre  equal  to  ncn  nb,  na  (or  a  :  b  :  a)  respectively,  and, 
since  the  ratio  of  the  coefficients  which  expresses  the  position  of  these 
planes  is  1  :  1  :  1,  this  form  is  also  called  the  unit  octahedron.  But  the 
form  is  not  necessarily  fundamental ;  for  it  is  frequently  more  or  less  arbi- 
trarily assumed,  and  the  structure  or  genesis  of  the  crystals  of  a  species  may 
point  to  other  forms,  having  very  different  axial  relations,  as  will  appear 
from  facts  stated  beyond. 

Models.— For  clear  illustration  of  the  axes  and  axial  ratios  of  plAnes  it  is  well  to  have 
models  of  the  axes  made  of  rods  of  wood  mortised  and  glued  together  at  the  crossing  at  centre. 
The  rods  may  be  half  an  inch  in  diameter  and  10  or  12  inches  long ;  for  the  Isometric  system, 
three  equal  rods,  say  12  inches  long  ;  for  the  Tetragonal  system,  two  of  12  inches  for  the 
lateral  axes  and  one  of  8  or  14  inches  for  the  vertical ;  for  the  Orthorhombic,  one  of  16  inches 
for  axis  b,  one  of  10  inches  for  axis  c,  and  one  of  14  inches  for  axis  a.  (Either  axis  may  be 
made  the  vertical  by  way  of  change.) 

For  the  Clinometric  systems,  make  a  second  model  like  that  for  the  Orthorhombic  system, 
but  with  the  rods  but  loosely  mortised  and  tied  together,  bo  as  to  admit  of  a  little  movement 
at  centre.  Then,  the  model  when  in  its  more  natural  position  will  be  that  of  the  orthorhom- 
bic system,  the  intersections  being  all  rectangular.  But  by  pushing  the  front  rod  a  down  in 
the  plane  of  ca,  making  it  thus  oblique  to  e  while  at  right  angles  to  ft,  the  model  will  repre- 
sent the  monoclinic  axes  ;  if  all  the  intersections  of  the  rods  are  oblique,  the  model  will 
represent  the  axes  of  the  Triclinic  system. 

Now  by  taking  a  large  piece  of  thick  pasteboard,  and  placing  it  in  different  positions  with 
reference  to  the  three  axes,  the  relations  to  the  various  planes  may  be  readily  illustrated. 

Models  of  the  various  forms  of  crystals  are  also  of  the  highest  importance  ;  and  the  best 
for  general  illustration  are  those  made  of  plate  glass,  some  of  them  having  the  positions  of 
the  axes  within  indicated  by  threads,  and  others  consisting  of  one  form  inside  of  another  to 
show  their  mutual  relations.  Such  glass  models  (first  made  by  Professor  Dana,  in  1835, 
and  recommended  in  the  first  edition  of  his  Mineralogy)  are  now  manufactured  of  great  per- 
fection at  Siegen,  in  Germany. 

Pasteboard  models,  likewise  useful  aids  to  the  study  of  crystallography,  are  easily  made 
from  the  outlines  of  the  faces  of  the  various  forms,  which  have  been  prepared  by  various 
authors. 

Models  cut  in  hard  wood  representing  the  actual  forms  of  the  various  mineral  species  are 
very  valuable,  when  accurately  made.  They  not  only  show  the  relations  of  different  plane*, 
but  may  also  be  advantageously  used  to  give  the  student  practice  in  the  mathematical  cal- 
culations of  the  axes  and  parameters,  the  anglen  being  measured  by  him  as  on  an  actual 
crystal.  Such  models  have  the  advantage  of  being  of  convenient  size,  and  symmetrically 
formed,  which  are  conditions  not  often  realized  in  the  crystals  furnished  by  nature. 

2.  Law  op  Symmetry. 
The  symmetry  of  crystals  is  based  upon  the  law  that  either  : 
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1.  AU  parts  of  a  crystal  similar  in  position  with  reference  to  the  axes 
are  similar  in  planes  or  modification,  or 

II.  Each  half  of  the  similar  parts  of  a  crystal,  alternate  or  symmetri- 
cal in  position  or  relation  to  the  other  half,  may  be  alone  similar  m  its 
planes  or  modifications. 

The  forms  resulting  according  to  the  first  method  are  termed  holohe- 
dral  forms,  from  0Y09,  all,  eSpa,  face  ;  and  those  according  to  the  second, 
hemihedroL,  from  fifuovs,  half 

According  to  the  law  of  full  or  holohedral  symmetry,  each  sectant  in  one 
of  the  rectangular  systems  (a)  should  have  the  same  planes  both  as  to  num- 
ber and  kind";  and  (b)  whatever  the  kinds,  in  each  sectant  there  should  be 
as  many  of  each  kind  as  are  geometrically  possible.  But  in  hemihedi^m, 
either  (a)  planes  ot  a  kind  occur  only  in  half  of  the  6ectants ;  or  else  (b) 
half  the  full  number  occur  in  all  the  sectants. 

In  the  isometric  system,  for  example,  if  one  solid  angle  of  a  cube  has 
upon  it  a  plane  equally  inclined  to  the  diametral  sections,  so  will  each  of  the 
other  angles  (or  sectants)  (f.  39-42). 

If  one  of  the  twelve  edges  of  the  cube  has  a  plane  equally  inclined  to  the 
enclosing  cubic  faces  (or  diametral  planes)  the  others  will  have  the  same 
(f .  43-4G). 

Again,  one  of  the  solid  angles  of  a  cube  being  replaced  by  six  planes,  as 
in  f.  70,  this  law  requires  that  the  same  six  planes  should  appear  on  all  the 
other  solid  angles. 

But  under  the  law  of  hemihedrism  these  planes  may  occur  on  half  the 
solid  angles  of  the  cube,  and  not  on  the  other  half,  as  in  f .  87,  or  half  the 
full  number  of  planes  may  occur  on  all  the  angles,  as  in  f.  101.  This  subject 
is  further  elucidated  in  the  discussion  of  the  hemihedral  forms  belonging 
to  each  system  of  crystallization. 

Hemihedrism  is  of  various  kinds : 

'  1.  Holomorphic,  in  which  the  occnring  planes  pertain  equally  to  both 
the  upper  and  lower  (or  opposite)  ranges  of  sectants,  as  in  all  ordinary  hemi- 
hedral forms. 

2.  Hemimorphic,  in  which  the  planes  pertain  to  either  the  upper  or  the 
lower  range,  and  not  to  both,  and  hence  the  planes  are  only  half  enough  of 
the  kind  to  enclose  a  space,  whence  the  term  hemimorphic,  from  ij/uovs, 
half  and  fi6p<fyrj,for?n. 

The  holomorphic  forms  may  be  either : 

A.  Hemiholohedral,  half  the  sectants  having  the  full  number  of  planes, 
or 

B.  Holohemihedral,  all  the  sectants  having  half  the  whole  number  of 
planes. 

Again,  as  to  the  relative  positions  of  the  sectants  containing  the  planes, 
the  iorms  may  be : 

a.  Vertically-direct,  in  which  the  sectants  of  the  upper  and  of  the  lower 
ranges  are  alternate,  but  the  upper  not  alternate  with  reference  to  the  lower, 
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and,  accordingly,  each  plane  above  is  in  the  same  vertical  zone  with  a  like 
plane  below  ;  as  in  forms  described  on  pp.  34,  35. 

b.  Vertically-alternate,  in  which  the  sectants  of  the  upper  and  lower 
ranges  are  alternate,  and  also  the  upper  are  alternate  with  reference  to  the 
lower,  and,  accordingly,  each  plane  above  is  not  in  the  same  vertical  zone 
with  alike  plane  below;  as  in  the  tetrahedron  (f.  9),  rhombohedron  (f.  16), 
and  gyroidal  forms  (f.  182). 

c.  vertically-oblique,  in  which  the  sectants  of  the  upper  and  lower  ranges 
are  adjacent,  but  the  upper  are  situated  diagonally  with  reference  to  the 
lower,  bein^  on  the  opposite  side  of  a  transverse  diametral  or  diagonal 
plane  ;  as  in  hemihedrons  of  monoclinic  habit  under  the  orthorhombic 
system  (p.  45). 

Tetartohearism. — Mathematically  the  rhombohedron  is  a  hemihedron  un- 
der the  hexagonal  system,  consequently  the  forms  that  are  hemihedral  to  the 
rhombohedron  are  tetartohedrons,  or  quarter-foi^m.     See  p.  39. 

Tetartohedral  forms,  or  those  with  one-fourth  of  the  normal  number  of 
planes,  have  also  been  observed  in  the  Isometric  system.  The  term  mero- 
hedrwm,  from  fi&pos,  part,  and  eSpa,  face,  has  been  used  in  place  of  hemi- 
hedrism,  to  include  both  this  and  tetartohedrism. 


I.— ISOMETRIC  SYSTEM. 

A.  Holohedral  Forms. 

In  the  Isometric  system  the  axes  are  equal,  so  that  either  one  may  be  the 
vertical  axis,  and  each  may  be  called  a.  it  has  already  been  shown  that  the 
general  expression  for  any  plane  meeting  the  axes  c,  o,a  is  mc  :  vb  :  a ;  and 
m  this  system  it  will  be  ma  :  na  :  a,  or,  since*  the  axes  are  equal,  simply 
m:n:l.  Now  it  has  been  shown  also  that  according  as  a  plane  intersects 
the  several  axes  at  different  points,  or  is  parallel  to  one  or  more  of  them, 
this  fact  is  indicated  by  the  values  given  for  m  and  n  in  each  case  (p.  11). 
Hence  expressions  for  all  the  forms  geometrically  possible  in  this  system 
will  be  obtained  if  to  m  and  n,  in  the  general  expression  ma  :  na:  a,  succes- 
sive values  are  given.  These  values  may  be  in  this  system,  0, 1,  a  number 
greater  than  1,"  or  oo .     In  this  way  are  derived : — 

1.    m:  n  :  1     [m-ri]  when  m  and  n  have  both  different  values  greater 

than  unity. 

[m-m]  when  m  >  1,  n  =  m. 

\m~\  when  m  >  1,  n  =  1. 

[1]  when  m  and  n  =  1. 

\y-ri\  when  m  =  oo ,  n  >  1. 

[i]  when  m  =  oo ,  n  =  1. 

[ZT]  when  m  and  n  =  oo . 

In  lettering  the  planes  of  the  several  forms  only  the  essential  part  of  the  symbol  is  used:  the 
cnbo  is  H  (hexahedron) ;  the  octahedron  1(=1  :  1  :  1) ;  the  dodecahedron  i  (oo  :  1  :  1),  (  * 
stands  for  infinity) ;  m  is  used  for  the  planes  m  :  1  :  1  ;  m-m  f or  m  :  m  :  1 ;  i-ntot  oo  :  n  :  1  ; 


2. 

m:m:l 

3. 

to:   1:1 

4. 

1  :   1:1 

5. 

oo  :  n  :  1 

6. 

oo  :  1:1 

7. 

oo  :oo  :  1 
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m-n  for  m  :  n  :  t.  These  symbols  are  the  same  as  those  of  Naumann,  except  that  he  wrote 
oo  instead  of  t  for  infinity,  and  introduced  also  the  letter  0  (octahedron)  as  the  sign,  of  the 
system  ;  oo  0  oo  of  his  system=2T;  0=1  ;  oo  0=i  ;  m  0=m  ;  m  0  m=m-mi  oo  5  n=i-n, 
and  m  0  n=m-n. 

Each  of  these  expressions,  appearing  at  first  sight  possibly  a  little 
obscure,  may  be  translated  into  simple  language. 

Cube. — The  cube  with  the  symbol  oo  :  oo  :  1,  is  composed  of  planes  each 
one  of  which  is  parallel  to  two  of  the  axes,  and  meets  the  third  at  its  unit 
point  (see  f .  36).  It  is  evident  that  there  are  six  such  planes,  one  at  each 
extremity  of  the  three  axes,  and  the  figure  or  crystal  which  is  enclosed  by 
these  six  planes  has  already  been  described  (p.  5)  as  the  cube  (f.  38). 

Octahedron. — The  symbol  1:1:1  compri&es  all  those  planes  which  meet 
the  three  axes  at  the  same  distance,  that  is,  cut  off  the  unit  length  of  each. 
It  is  evident  that  there  must  be  eight  such  planes,  one  in  each  octant,  and 
they  together  form  the  regular  octahedron  (f.  42),  which  has  already  been 
described,  p.  4.  -' 

Dodecahedron. — The  symbol  oo  :  1 :  1  includes  those  planes  which  inter- 
cept two  of  the  axes  at  the  same  unit  distance,  and  are  parallel  to  the 
third.  There  can  be  twelve  planes  answering  to  these  conditions,  and  they 
form  together  the  dodecahedron  (f .  45,  see  also  p.  6). 

These  three  forms,  the  cube,  octahedron,  ana  dodecahedron,  are  those 
most  commonly  occurring  in  this  system,  and  it  is  important  that  their  rela- 
tion should  be  thoroughly  understood.  The  transitions  between  these  forms, 
as  thev /modify  one  another,  are  exhibited  in  the  following  figures : 

<6* 


89 


40 


41 


42' 


Figs.  3S  and  42  represent  the  cube  and  octahedron,  and  39,  40,  41,  the 
intermediate  forms.  Slicing  off  from  the  eight  angles  of  a  cube  piece  after 
piece,  sucl^that  the  planes  made  are  equally  inclined  to  //,  or  the  cubic  faces, 
the  cube  is  finally  converted  into  the  regular  octahedron  ;  and  the  last 
disappearing  point  of  each  face  of  the  cube  is  the  apex  of  each  solid  angle 
of  the  octahedron.  The  axes  of  the  former,  therefore,  of  necessity  connect 
the  apices  of  the  solid  angles  of  the  latter. 

The  form  in  f.  40  is  called  a  cvbo-octahedron.    iTA  1=125°  15'  52". 

If  the  twelve  edges  of  the  cube  are  truncated  (f or  all  will  be  truncated  if 
one  is)  it  affords  the  form  in  f .  43  ;  then  that  oi  f .  44 ;  then  the  dodeeahe- 
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dron,  f.  45 ;  the  axes  of  the  cube  becoming,  in  the  transition,  the  axes  con- 
necting the  tetrahedral  solid  angles  of  the  dodecahedron  ;  II  hi  =  135°.  If 
the  twelve  edges  of  the  octahedron  (f.  42)  are  truncated,  the  form  in  1  47 
results  ;  and  by  continuing  the  replacement,  finally  the  dodecahedron  again 
is  formed  (f.  45).  1  A  i  =  144°  44'  8".  The  last  point  of  the  face  of  the 
octahedron,  as  it  disappears,  is  the  apex  of  the  trihedral  solid  angle  of  the 
dodecahedron. 

These  forms  are  thus  mutually  derivable.  The  process  may  be  reversed, 
the  cube  being  derivable  from  the  dodecahedron  by  the  truncation  of  the 
tetrahedral  solid  angles  of  the  latter  (compare  in  succession  f.  45,  44,  43, 
38)  ;  and  the  octahedron  by  the  truncation  of  the  trihedral  solid  angles 
(compare  f .  45,  47,  42).  These  remarks  are  important  as  showing  the  rela- 
tions between  these  forms,  though  it  is  of  course  not  intended  to  be  under- 
stood that  they  are  in  any  sense  derived  from  each  other  in  this  manner  in 
nature. 

The  three  axes  (or  cubic  axes)  connect  the  centres  of  opposite  faces  in  the 
cube  /  the  apices  of  opposite  solid  angles  in  the  octahedron;  the  apices 
of  opposite  tetrahedral  solid  angles  in  the  dodecahedron. 

The  eight  trigonal  or  octahedral  interaxes  connect  the  centres  of  opposite 
-faces  in  the  octahedron  ;  the  apices  of  opposite  solid  angles  in  the  cube  ; 
the  apices  of  opposite  trihedral  solid  angles  in  the  dodecahedron. 

The  twelve  rhombic  or  dodecahedral  interaxes  connect  the  centres  of 
posite  faces  in  the  dodecahedron  /  the  centres  of  opposite  edges  both  in 
cube  and  the  octahedron. 

In  a  vertical  section,  containing  each  of  these  kinds  of  axes,  the  octahe- 
dral interaxis  iutersects  one  of  the  three  cubic  axes  at  the  angles  54°  44'  8" 
and  125°  15'   52",   and  one  of  the 
dodecahedral  interaxes,  at  the   an-  *8 

gles  35°  15'  52"  and  144°  44'  8". 

There  remain  four  other  holohe- 
dral  forms  belonging  to  the  system 
as  contained  in  the  list  on  page  14. 

Trisoctahcdrons.  —  The  symbol 
m  :  1  :  1  is  of  that  solid  each  of 
whose  planes  meets  two  of  the  axes 
at  the  unit  distance,  and  the  third 
axis  at  some  distance  which  is  a 
multiple  of  this  unit  length.  It  will 
be  evident,  as  in  f.  48,  that  there 
are  three  such  planes  in  each  of  the 
eight  sectants,  and  hence  the  total 
number  of  planes  by  which  the  solid 
is  bounded  is  twenty-four.  The 
resulting  solid  is  called  a  trigonal 
trisoctahedron,  and  one,  having 
?/i=|,  is  shown  in  f.  49. 


It  will  bo  found  a  very  valuable  practice  for  the  stu-lent  to  construct  the  figures  of  the 
successive  crystalline  forms  in  this  way,  laying  off  the  proper  lengths  of  the  several  axes  and 
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the  points  where  the  different  planes  intersect, 
will  be  found  in  the  Appendix. 


Further  remarks  on  the  drawing  of 
49 


The  symbol  m  :  m  :  1  belongs  to  all  the  planes  which 
meet  one  axis  at  the  unit  distance,  and  the  otliersat  equal 
distances  which  are  multiples  of  the  former.  As  seen  in  the 
preceding  case,  there  will  be  three  such  planes  in  each  of 
the  eight  sectants,  and  the  total  number  consequently  will 
l>e  twenty-four.  The  solid  16  seen  in  f.  50,  and  is  called  a 
tetragonal  trisoctohedron,  or  a  trapezohedron. 

Both  these  forms  are  called  trisoctahedrons,  from  rpU,  three  times,  and 
octahedron,  because  in  each  a  three-sided  pyramid  occupies 
the  position  of  the  planes  of  the  regular  octahedron.  They 
are  closely  related  to  each  other ;  starting  with  the  form 
m  :  1  :  1,  if  m  is  diminished  till  it  equals  unity,  then  the 
symbol  becomes  1:1:1,  that  is,  it  has  passed  into  the  octa- 
hedron. If  ?n  becomes  less  than  unity,  the  symbol  may  be, 
for  example,  i  :  1  :  1,  which  is  identical,  as  has  been  ex- 
plained (p.  11)  with  1:2:2  (2-2),  and  this  is  the  symbol  of 
the  second  trisoctahedron.  This  explains  why,  in  the  first  list  comprising 
all  the  possible  forms,  m  was  in  no  case  made  less  than  unity. 

Triffonal'trisoctakedron. — In  this  form  the  solid  angles  are  of  two 
kinds  :  the  trigonal  or  octahedral,  and  the  octagonal  or  cubic.  The  edges  are 
thirty-six  in  number,  twenty-four  of  one  kind,  forming  the  octahedral  or 
trihedral  solid  angles,  and  twelve  edges  meeting  at  the  extremities  of  the 
cubic  axes.     Each  of  the  twenty-four  planes  is  an  isosceles  triangle. 


In  combination  with  the  cube,  the  form  2  appears  as  a  replacement  of 
each  of  the  solid  angles  by  three  planes  equally  inclined  on  the  edges  ;  this 
is  seen  in  f.  52.  With  the  octahedron,  it  appears  as  a  bevelment  of  its 
twelve  edges,  as  shown  in  f.  53.  It  also  replaces  the  eight  trigonal  solid 
angles  of  a  dodecahedron  by  three  planes  inclining  on  the  faces.  The  more 
commonly  occurring  examples  of  this  form  are  2  (=2  :  1  :  1),  also  J  (= j- 
:  1  :  1),  and  3  (3  :  1  :  1). 

The  TetragonaJrtrisoetahedron  or  trapezohedron,  has  three  kinds  of  solid 
angles  :  six  cubic,  whose  truncations  are  cubic  faces  (f.  56) ;  eight  octahe- 
dral, whose  truncations  are  octahedral  faces  (f.  56) ;  twelve  dodecahedral, 
truncated  by  the  dodecahedral  planes  (f.  60).  It  has  forty-eight  edges ; 
twenty-four  of  one  kind,  those  of  the  trihedral  or  octahedral  solid  angles, 
and  the  remaining  twenty-fonr,  also  of  one  kind,  meeting  in  the  cubic  solid 
angles.     Each  oi  the  twenty-four  faces  is  a  quadrilateral. 

In  combination  with  the  cube  it  is  seen  in  f.  55,  56,  appearing  as  a  re- 
placement of  each  of  the  solid  angles  by  three  planes  equally  inclined  on 
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the  faces  of  the  cube.  Figs.  56,  57,  58,  59,  60,  62,  also  show  it  in  com- 
bination with  the  octahedron  and  dodecahedron.  The  most  commonly 
occurring  of  this  series  is  2-2  (=2  :  2  :  l),f.  54 ;  as  seen  in  f.  59,  it  truncates 
the  twenty-four  edges  of  the  dodecahedron.     On  the  other  hand  the  form 

57  58 


54 


55 


56 


60 


61 


62 


63 


J-|  would  replace  the  trihedral  solid  angles  by  planes  inclined  on  the  edges, 
while  3-3  replaces  (f.  62),  the  tetrahedral  solid  angles  of  the  dodecahedron, 
by  planes  also  inclined  on  the  edges. 

Tetrahexahedron. — The  symbol  oo :  n  :  1  (i-n)  belongs  to.  all  the  planes 
which  are  parallel  to  one  axis,  meet  a  second  at  the  unit  distance,  and  the 
third  at  some  multiple  of  that.  There  are  twenty-four  planes  which  satisfy 
these  conditions,  and  they  form  the  tetrahexahedron  ;  f.  64, 65,  represent  two 
varieties  of  tetrahexahedrons.  It  will  be  seen  that  the  planes  are  so 
arranged  that  a  square  pyramid  corresponds  to  each  of  the  six  faces  of  the 
cube  ;  and  hence  the  name  from  TeTpareis,  four  times,  ££,  six,  and  eBpa, 
f  ice,  it  being  a  4x6-faced  solid.  Tne  tetrahexahedron  has  six  tetrahe- 
dral solid  angles  and  eight  hexahedral  or  octahedral  solid  angles.  There  are 
twenty-four  edges  of  one  kind  forming  the  former  solid  angles,  and  twelve 
edges  occupying  the  position  of  the  cubic  edges.  Each  of  the  twenty-four 
faces  is  an  isosceles  triangle.  In  combination  with  the  cube  it  produces  a 
bevelment  of  its  twelve  edges,  as  represented  in  f.  64. 

64 
-ff- 


tm& 


1212  ff 
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The  tetrahexahedron,  in  f.  65,  lettered  i-2,  has  the  symbol  » :  2  :  1 ;  and 
that  of  f.  66,  lettered  i-3,  oo  :  3  :  1.  Some  of  the  other  occurring  kinds  are 
those  with  the  ratios,  2  :  3,  3  :  4,  4  :  5,  etc.,  etc. 

The  relation  of  the  tetrahexahedron  to  the  octahedron  is  shown  in  f.  67. 
By  comparing  this  figure  with  f.  42,  it  is  seen  that  the  planes  i-2  repJace 
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the  solid  angles  of  the  octahedron  by  planes  inclined  on  its  edges.  Its  rela- 
tion to  the  dodecahedron  is  presented  in  f.  68,  which  is  a  dodecahedron 
(planes  i  being  the  dodecahedral  planes,  see  f.  45)  with  the  tetrahedral  solid 
angles  replaced  by  four  planes  inclined  each  on  an  i. 

The  tetrahexahedron  is  called  a  fluoroid,  by  Haidinger,  the  form  being 
common  in  fluorite.  It  is  the  Tetrakishexahedron  (or  Pyramidenwurfel) 
of  Naumann. 

In  accordance  with  considerations  already  presented  it  is  evident  that  n, 
in  the  symbol  i-n,  may  always  be  written  as  a  whole  number,  for  the  symbol 
oo  :  i  :  1  is  identical  with  oo  :  1  :  2.  Moreover  it  is  seen  that  when  n  is  <*> , 
the  form  passes  into  the  cube  (qo  :  oo  :  1),  and  as  n  diminishes  and  becomes 
unity,  it  passes  into  the  dodecahedron  (oo :  1  :  1). 

Hexoctahedron. — The  general  form  m  :  n  includes  the  largest  number 
of  similar  planes  geometrically  possible  in  this  system.  This  symbol 
requires  six  planes  in  each  octant,  as  will  be  seen  by  a  method  of  con- 
struction similar  to  that  in  f.  48,  and  consequently  the  whole  solid  has 
forty-eight  planes.  It  is  hence  called  a  hexakisQctahedron  (efcwa?,  six 
times,  oktg),  eight,  and  IBpa,  face,  i.e.,  a  6  x  8-faced  solid)  or  hexoctahedron. 
The  form  is  shown  in  f .  69,  where  it  will  be  seen  that  there  are  three  differ- 
ent kinds  of  edges,  and  three  kinds  of  solid  angles;  each  of  the  forty- 
eight  planes  is;  a  scalene  triangle. 

When  modifying  the  cube  it  appears  as  six  planes  replacing  each  of  the 
solid  angles,  f .  70.  It  replaces  the  eight  angles  of  the  octahedron,  and  the 
.   •  "*"  '^  70  71 


form  3-f  bevels  the  twenty-four  edges  of  the  dodecahedron  (f .  71).  Other 
hexoctahedrons,  differing  in  their  angles,  may  replace  the  six  acute  solid  an- 
gles of  the  dodecahedron  by  eight  planes,  or  the  eight  obtuse  by  six  planes. 
The  hexoctahedron  of  f.  69,  70,  71  is  that  whose  planes  have  the  axial 
ratio  3  :  J  :  1.  Others  have  the  ratio  4  :  2  : 1,  2  :  | :  1  (=6  :  4  :  3),  5  :  £  :  1 
(=15  :  5  :  3),  7  :  £  :  1  (=21 :  7  :  3),  etc. 

72  78 


Am  nigrum. 


Magnetite. 
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The  preceding  figures  show  dodecahedrons  variously  modified.  In 
f.  72,  /,  or  i,  are  races  of  the  dodecahedron ;  Hoi  the  cube  ;  1  of  the  octa- 
hedron ;  i-3  of  a  tetrahexahedron  (f .  66) ;  2-2  of  the  trapezohedron  of  f .  54, 
59  ;  3-f  of  the  hexoctahedron  of  f.  69,  70.  In  f.  73,  a,  #,  and  1  are  as  in 
f.  72 ;  3-3  is  the  trapezohedron  of  f.  61,  62 ;  and  5-f  (either  side  of  3-3)  a 
hexoctahedron. 

The  hexoctahedron  is  called  the  adamantoid  by  Ilaidinger,  in  allusion 
to  its  being  a  common  form  of  crystals  of  diamond.  It  is  tne  hexakisocta 
Iiedron  of  Kaumann. 

B.  Hemihedral  Forms. 

Of  the  kinds  of  hemihedral  forms  mentioned  on  page  13,  the  hemiho 
lohedral,  in  which  only  half  of  the  sectants  are  represented  in  the  form, 
produces  what  are  called  inclined  hemihedrons  ;  and  the  holohemihedral,  in 
which  all  the  sectants  are  represented  by  half  thefull  number  of  planes, 
parallel  hemiliedrons.  In  the  former  the  sectants  to  which  the  occurring 
planes  belong  are  diagonally  opposite  to  those  without  the  same  planes ;  and 
hence  no  plane  has  another  opposite  and  parallel  to  it;  on  the  contrary, 
opposite  planes  are  oblique  to  one  another,  and  hence  the  name  of  inclined 
hemihedrons  applied  to  them.  They  are  also  called  tetrahedral  forms,  the 
tetrahedron  being  the  simplest  form  of  the  number,  and  its  habit  character- 
istic of  them  all ;  while  the  latter  are  called  pyritohedral,  because  observed 
in  the  species  pyrite.  The  complete  symbols  of  the  inclined  hemihedrons 
are  written  in  the  general  form  %{m  :  n  :  1),  of  the  parallel  hemihedrons 
in  the  form  £  [m  :  n  :  1]  ;  also  written  ic(m  :  n  :  1)  and  ir(m  :  n  :  1)  re- 
spectively. 

a.  Inclined  or  Tetrahedral  Hemihedrons.  1.  Tetraliedron,  or  Herni- 
octahedron. — J(l  :  1  :  1). 

As  has  been  shown,  the  form  1(1  :  1  :  1)  embraces  eight  planes,  and  when 
holohedrally  developed  it  produces  the  octahedron ;  in  accordance,  how- 
ever, with  the  law  of  hemihedrism,  half  of  the  eight  possible  planes  may 


74 


76 


76a 


78 


70 


80 


«> 


occur  in  alternate  octants;  thus  in  two  opposite  sectants  above,  and  the 
two  diagonally  opposite  below,  as  shown  by  the  shaded  planes  in  f .  74.     If 
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these  four  shaded  planes  are  suppressed,  while  the  other  four  of  the  octa- 
hedron are  extended,  the  resulting  form  is  the  regular  tetrahedron,  f.  76. 
The  relation  of  the  octahedron  and  tetrahedron  may  be  better  understood 
from  f.  75.  If,  as  just  remarked,  the  planes  shaded  in  f.  74  are  suppressed, 
while  the  others  are  extended,  it  will  be  seen  in  f.  75  that  the  two  latter 
pairs  intersect  in  edges  parallel  respectively  to  the  basal  edges  of  the 
octahedron,  and  the  complete  tetrahedron  is  the  result.  The  axes,  it  is  im- 
portant to  observe,  connect  the  middle  points  of  the  opposite  edges. 

Further  than  this,  since  either  set  of  four  planes  may  goto  form  the  solid, 
two  tetrahedrons  are  evidently  possible,  and  they  may  be  distinguished 
by  calling  the  first,  f.  76,  positive,  and  the  second  negative,  f.  76a. 
These  terms  are  of  course  only  relative.  The  plus  and  the  minus  tetrahe- 
drons may  occur  in  combination,  as  in  f.  79  ;  aud  though  there  are  here  pre- 
sent the  eight  planes  which  in  holohedral  forms  make  the  octahedron,  and 
though  they  should  happen  to  be  equally  developed  so  as  to  give  the  same 
shape,  the  crystal  would  still  be  pronounced  tetrahedral,  since  the  planes 
1  and  —1  are  physically  different.  An  example  of  this  occurs  in  crystals 
of  boracite,  where  the  planes  of  one  tetrahedron  are  polished  while  those  of 
the  other  are  without  lustre. 

The  plane  angles  of  the  tetrahedron  are  60D,  and  the  interfacial  angles 
70°  31'  44". 

The  combinations  of  the  cube  and  tetrahedron  are  shown  in  f.  77  and  78, 
and  the  dodecahedron  and  tetrahedron  in  f .  80.  As  the  octahedron  results 
geometrically  from  slicing  off  successively  the  solid  angles  of  the  cube,  by 
planes  of  equal  inclination  on  the  cubic  faces,  so  also  the  tetrahedron  may 
be  made  mechanically  by  slicing  off  similarly  half  these  solid  angles. 

81  82  83  84 


Semi-trisoctahedrons,  £(m  :  m  :  1)  and  i(m  :  1  :  1).  In  the  same  manner 
as  with  the  tetrahedron,  the  form  ?n-m,  when  hemihedral,  may  have  half  its 
twenty-four  planes  present,  viz.,  those  in  the  two  opposite  sectants  above 
and  the  alternate  sectants  below.  When  these  twelve  planes  are  extended, 
the  others  being  suppressed,  they  form  the  solid  represented  in  f.  81 ;  the 
symbol  properly  being  £(  m-m),  or  here  £(2-2).  The  faces,  as  will  be  ob 
served,  are  trigonal,  and  the  solid  is  sometimes  called  a  cuproid.  There  is 
the  same  distinction  to  be  made  here  between  the  pins  and  the  minus  forms 
as  with  the  tetrahedrons.  Figs.  82,  83,  84  show  combinations  of  +i(m-m) 
with  the  plus  tetrahedron,  the  dodecahedron,  and  the  tetrahexahedron. 

Similarly  the  form  ra,  when  hemihedral,  according  to  the  same  principle 
results  in  the  solid,  f.  85.  It  is  called  the  deltokedrow  by  Ilaidinger ;  it  has 
trapezoidal  faces.  In  f.  86,  +£(f)  is  shown  in  combination  with  +£(2-2). 
Here  also  the  distinction  between  the  plus  and  minus  forms  is  to  be  made  in 
the  same  manner  as  that  already  explained. 
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Inclined  or  tetrahedral  Hemi-hexoctahedron  %(m  :  n  :  1).  The  form  m~n 
when  developed  according  to  the  law  of  inclined  hemihedrism,  that  is, 
when  of  its  forty-eight  faces,  half  are  present,  viz.,  all  in  half  the  whole 


87 


88 


number  of  sectants,  produces  the  solid  seen  in  f .  87.     There  is  here  also  a 

f^lus  solid,  and  a  minus  solid,  corresponding  to  the  -f  and  —  tetrahedron. 
n  f.  88  it  is  in  combination  with  the  plus  tetrahedron. 

If  the  same  method  of  inclined  hemihedrism  be  applied  to  the  remain- 
ing solids  of  this  system,  the  cube,  dodecahedron,  and  tetrahexahedron,  that 
is,  if  in  each  case  the  parts  in  two  opposite  sectants  above,  and  the  two  diag- 
onally opposite  6ectants  below,  be  conceived  to  be  extended,  the  other  half 
being  suppressed,  it  will  be  seen  that  the  solid  reproduces  itself;  the  hemi- 
hedral  form  of  the  cube  is  the  cube,  and  60  of  the  others. 
The  following  figures  represent  some  other  combinations  of  these  forms. 


89a 


90 


Sphalerite. 


Sphalerite. 


Tetrahedrite. 


In  f .  89,  the  cuproid  3-3  is  combined  with  the  faces  /of  a  dodecahedron. 
The  form  3-3  resembles  closely  that  of  f.  81,  but  in  its  combination  with 
the  dodecahedron  it  does  not  truncate  an  edge  of  the  dodecahedron,  like  2-2 
in  f.  83.  Fig.  89a  contains  the  same  planes  combined  with  the  plus  tetra- 
hedron, hexagonal  planes  1,  the  minus  tetrahedron,  triangular  planes  1,  and 
the  faces  of  the  cube  77".  The  presence  of  the  plane  /^facilitates  the  com- 
parison of  the  form  with  f.  55,  56,  57,  p.  18,  the  plane  3-3  having  the  6ame 
position  essentially  with  2-2.  Fig.  90  has  as  its  most  prominent  planes  those 
of  f .  81 ,  but  the  position  given  it  is  relatively  to  f.  81  that  of  the  minus 
hetnihedron  ;  and  there  are  also  the  small  planes  2-2  about  the  angles, 
which  are  those  of  the  minus  hemihedron.  77,  are  planes  of  the  cube ; 
1,  those  of  the  tetrahedron ;  i,  those  of  the  dodecahedron  ;  i-3  those  of  a 
tetrahexahedron  (77,  i,  i-3  all  holohedral) ;  and  f  the  planes  of  a  deltohe- 
dron  similar  to  f.  85,  aud  occurring  with  2-2  in  f.  SO. 
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b.  Parallel  or  pyritohedral  hemihedrons. — According  to  the  second  law 
of  hemihedrism,  naif  the  whole  number  of  planes  of  any  form  may  be  pre- 
sent in  all  the  sectants.  In  the  resulting  solids  each  plane  has  another  par- 
allel to  it  This  method  of  hemihedrism  obviously  produces  distinct  forms 
only  in  those  cases  where  there  is  an  even  number  of  planes  in  each  octant. 

Pentagonal  Dodecahedron,  or  Ilemi-tetrahexafieai'on,  £(oo :  n  :  1).  If 
of  the  twenty-four  planes  of  the  form  i-n  (x  :  n  :  1),  only  half  are  present ; 
viz.,  one  of  each  pair  in  the  manner  indicated  by  shading  in  f.  91,  these 
being  extended  while  the  others  are  suppressed,  the  solids  in  f.  92  and  f.  93 
result.  The  parallelism  of  each  pair  of  opposite  planes  will  be  seen  in  these 
figures.  These  two  possible  forms,  seen  in  the  figures,  are  distinguished  by 
calling  one  plus  (arbitrarily), -f  £[7-2],  and  the  other  minus,—  £[s-2].  These 
solids  are  very  common  in  the  species  pyrite,  and  are  hence  called  pyrity>Iu>-_ 
drons  ;  they  are  also  called  pentagonal  dodecahedrons,  in  allusion  to  their 
pentagonal  faces.  The  regular  dodecahedron  of  geometry  belongs  to  this 
class,  but  is  an  impossible  form  in  nature,  since  for  it  n  must  have  an  irra- 
tional value,  viz.,  -,  see  p.  10. 

In  combination  with  the  cube  the  form  +  £[i-2]  is  seen  in  f.  94  and  f.  95, 
and  in  f.  96,  97,  with  the  octahedron,  and  in  f.  98,  with  the  cube  and  octa- 
hedron. 


91 


92 


93 


94 


Parallel   hemi-hexoctahedrony  \\m  :  n  :  1].     When  of  the  forty-eight 
planes  of  the  form  m-n}  only  half  are  present,  viz.,  the  three    alternate 


99 


101 


E lanes  in  each  octant  as  indicated  by   the  shading  in  f.  99,  the  solid  in 
.  100  results.    This  solid  is  called  a  diploid  by  Haidinger.     It  is  also  called 
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a  dyakis-dodecahedron.     In  f .  101  it  is  shown  in  combination  with  the  cube, 
and  in  f .  102  with  the  octahedron. 

Figs.  103,  104,  105,  of  the  species  pyrite,  represent  various  combina- 
tions of  parallel  hemihedrons  with  the  cubic  and  other  faces.  In  f.  103 
there  are  planes  of  twohemi-tetrahexahedrons  (pentagonal  dodecahedrons) 
i-2,  i-f ;  and  of  two  diploids  4-2,  3-J,  along  with  planes  of  the  octahedron, 
1,  and  of  the  trapezohedron  2-2.  In  f.  104  the  dominant  form  is  the  dode- 
cahedron, /;  it  has  the  faces  of  the  cube,  II\  of  the  octahedron,  1  \  of  the 

103 


Pyrite. 


Pyrite. 


Pyrite. 


trapezohedron,  2-2 ;  and  of.  the  parallel  hemihedrons,  i-2  and  4-2.  Fig. 
105  represents  a  map  of  one  angle  of  a  cube,  showing;  at  centre  the  octahe- 
dral face  1,  and  around  it  the  faces  of  the  cube  i/,  of  the  trapezohedron 
2-2,  the  trigonal  trisoctahedron  2,  and  the  parallel  hemihedrons,  i-2,  2-£, 
3-f .  The  axial  ratio  f or  2-f  is  2  :  f  :  1  (or  6:4:  2),  and  for  3-J,  3  :  |  :  1 
(or  6:3:2). 

Prominent  distinctive  characters. — The  student,  in  order  to  facilitate  his 
study  of  Isometric  forms  in  nature,  should  be  thoroughly  familiar  with  the 
following  points,  from  the  study  of  models  or  natural  crystals ;  (1)  The 
isometric  character  of  the  symmetry,  the  planes  being  alike  in  grouping  in 
the  direction  of  the  three  axes.  (2)  The  iorms  of  the  faces  and  solid  an- 
gles of  the  octahedron,  the  dodecahedron,  the  trapezohedron  2-2,  the  pen- 
tagonal dodecahedron  i-2.  (3)  The  fact  that  the  following  are  common  an- 
gles in  the  system— 135°  (=Ha»);  109°  28'  (angle  of  octahedron),  70°  32' 
(angle  in  octahedron  and  tetrahedron) ;  120°  (angle  of  dodecahedron);  125° 
16'(=IlAl);  144°44'(=HA2-2=lAi);  153°  tf6;(=IlAi-2);  161°  34;  (=H 
Ai-3).  A  li6t  of  the  angles  belonging  to  the  various  forms  of  this  system  is 
given  on  p.  67.  (4)  Cleavage  may  be  eiMc,  octahedral,  or  dodecanedral  / 
and  sometimes  two  of  these  kinds,  and  occasionally  the  three,  occur  in  the 
same  species,  but  always  with  great  difference  of  facility  between  them, 
(xalenite  is  an  example  of  easy  cubic  cleavage ;  fluorite  of  easy  octahedral ; 
sphalerite  (blende)  of  easy  dodecahedral. 

Planes  of  symmetry. — The  6even  kinds  of  solids  described  on  pp.  15  to  19, 
include  all  the  holohedral  forms  possible  in  this  system,  as  is  evident  from 
their  geometrical  development.  In  them  exists  the  highest  degree  of  sym- 
metry possible  in  any  geometrical  solids. 

In  the  cube,  as  has  already  been  stated,  all  planes,  solid  angles,  and  edges 
are  equal  and  similar.  The  three  diametral  planes,  passing  each  through 
two  of  the  axes,  are  the  chief  planes  of  symmetry,  every  part  of  the  crystal 
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on  one  side  of  the  plane  having  its  equal  and  symmetrical  part  on  the  oppo- 
site side.  Further  than  this,  each  of  the  six  planes  passing  through  the 
diagonal  edges  of  the  cube,  and  consequently  parallel  to  the  dodecahedral 
planes,  are  also  planes  of  symmetry.  There  are  hence  in  this  system  nine 
planes  of  symmetry. 


II.— TETKAGONAL    SYSTEM. 

In  the  Tetragonal  System,  there  are  three  rectangular  axes  ;  but  while 
the  two  lateral  axes  are  equal,  the  remaining  vertical  axis  is  either  longer  or 
shorter  than  they  are ;  there  are  consequently  to  be  considered  the  lateral 
axes  (a)  and  the  vertical  axis  (c). 

The  general  geometrical  expression  for  the  planes  of  crystals  becomes  for 
this  system  rnc :  na  :  a,  and,  if  this  be  developed  in  the  same  way  as  the  cor- 
responding expression  in  the  Isometric  system,  all  the  forms*  geometrically 
possible  are  derived. 


1. 

me  :  na  :  a 

[?W/-/l] 

when  m  >1,  n>l. 

2.    • 

c  :a  :  a 

[i] 

when  m—1,  n=l. 

me : a:  a 

[m] 

when  fn^l9  n=l. 

3.   ■ 

c:  Qoa  :  a 

[1-ij 

when  ?/fc=l,  n=oo . 

me  :  oo  a  :  a 

[•OT-i] 

when  m^l,  n=co . 

4. 

oo  c  :  na  :  a 

\i-n\ 

when  7/i=ao ,  n  >1. 

5. 

ootf  :  a  :  a 

[/] 

when  m=oo ,  ti=1. 

6. 

oo  e  :  oo  a  :  a 

[i-i] 

when  m=oo ,  n=ao . 

'•I 

(<? :  ooa  :  ooa)  [0] 

when  77&=0,  n=l. 

or  Oc  :  a  :  a. 

In  lettering  the  planes  the  abridged  symbols  are  used;  here,  as  before,  i=oo ,  and  the  unit 
term  is  omitted  as  unnecessary,  me  :  oo  a  :  a—m-i,  etc.  These  are  the  same  as  the  symbols 
of  Naumann,  except  that  he  wrote  oo ,  and  added  P  as  the  sign  of  the  systems  which  are  not 
isometric;  0P=O;  oo/to  =t-t ;  ooP=J;  ooP»=»-7i;  mPoo  =f»-*' ;  mP=m  ;  P— 1;  and 
7«P/i=m-n. 

A.  Holohedral  Forms. 

Basal  plane. — There  are  two  similar  planes  corresponding  to  the  svm- 
bol  c  :  oo  a  :  oo  a  (or  Oc  :  a  :  a),  parallel  to  both  the  lateral  axes ;  each  is 
called  the  basal  plane.  They  do  not  inclose  a  space,  and  consequently  they 
can  occur  onlv  in  combination  with  other  planes. 

Prisms. — The  planes  having  the  symbol  oo  o  :  oo  a  :  a  are  parallel  to  the 
vertical  and  one  of  the  lateral  axes.  There  are  four  such  planes,  one  at 
each  extremity  of  the  two  lateral  axes,  and,  in  combination  with  the  plane 
O,  they  form  the  square  prism,  which  has  been  called  the  diametral  prism, 
seen  in  f.  106. 

For  the  symbol  oo  a  :  a  :  a,  the  planes  are  parallel  to  the  vertical  axis, 

*  The  word  farm  has  been  freely  used  in  the  preceding  pages ;  from  this  point  on,  how- 
ever, it  needs  to  be  more  exactly  denned.  In  a  crystallographic  sense  it  includes  all  the 
planes  geometrically  possible,  neyer  less  than  two,  which  have  the  same  general  symbol 
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and  meet  the  others  at  equal  distances.  There  are,  as  in  the  preceding 
case,  four  such  planes.  They  form,  in  combination  with  the  plane  O, 
that  square  prism  which  is  seen  in  f.  107,  and  may  be  called  the  unit 
prism.  Both  the  prisms  i-i  and  /  are  alike  in  their  degree  of  symmetry. 
Each  has  four  similar  vertical  edges,  and  eight  similar  basal  edges  unlike 
the  vertical.     There  are  also  in  each  case  eight  similar  solid  angles. 


106 


I 


108 


J    ii 


J» 


110 


ii   kh& 


The  formi-n  (oo  c  :  na:  a)  is  another  prism,  but  in  this  each  plane  meets 
one  of  the  lateral  axes  at  the  unit  distance,  and  the  other  at  some  multiple 
of  its  unit  distance.  As  is  evident  in  the  accompanying  horizontal  section 
(f.  113),  this  general  symbol  requires  eighty  similar  planes,  two  in  each 
quadrant,  and  the  complete  form  is  shown  in  f.  109.  The  sixteen  basal 
edges  are  all  similar;  the  vertical  edges  are  of  two  kinds,  four  axial  X,  and 
four  diagonal  Y  (f .  109).  The  regular  octagonal  pyramid  with  eight  similar 
vertical  edges,  each  angle  being  135°,  is  crystallographically  impossible. 


Ill 


112 


hHl 
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The  planes  /  truncate  the  edges  of  the  diametral  prism  i-i,  as  in  f.  108. 
Similarly  the  planes  i-i  truncate  the  vertical  edges  of  /.  The  prism  i-n  be- 
vels the  edges  of  i-i,  as  in  f.  110,  where  i-7?=i-2. 

The  relation  of  the  two  square  prisms,  i-i  and  /,  may  be  further  illus- 
trated by  the  figs.  Ill  and  112.  In  f.  112  the  sections  of  the  two  prisms 
are  shown  with  the  dotted  lines  for  the  axes,  and  in  f.  Ill  there  are  the 
two  forms  complete,  the  one  (/)  within  the  other  (i-i).  The  unit  prism  /  is 
sometimes  called  the  prism  of  the  first  series ,  and  tlie  prism  i-i  that  of  the 
second  series. 

Octahedrons  or  Pyramids. — The  forms  m-i  and  m  both  give  rise  to 
square  octahedrons,  corresponding  to  the  two  kinds  of  square  prisms.  In 
vi-i  the  planes  are  parallel  to  one  lateral  axis  and  meet  the  vertical  axis 
at  variable  distances,  multiples  (denoted  by  m)  of  the  unit  length.  The 
total  number  of  such  planes,  for  a  given  value  of  m,  is  obviously  eight,  and 
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the  form  is  shown  in  f.  114  and  115.  These  planes  replace  the  basal 
edges  of  the  form  shown  in  f .  106,  and  m  varies  in  value  from  0  to  oo . 
When  m=0  the  four  planes  above  and  below  coincide  with  the  two  basal 


117 


planes;  as  m  increases,  there  arises  a  series,  or  zone,  of  planes,  with  mu- 
tually parallel  intersections^.  116) ;  and  when  m=^oo  ,  the  octahedral  planes 
m-i  coincide  with  the  planes  i-i.  The  value  of  ?n  in  a  particular  species 
depends  upon  the  unit  value  assumed  for  the  vertical  axis  e. 

The  same  form  replaces  the  vertical  angles  of  the  prism  /,  as  in  f.  117. 


119 


\jtX7 


The  octahedrons  of  the  rn  series  meet  both  of  the  lateral  axes  at  equal 
distances  and  the  vertical  axis  at  variable  distances.  It  is  clear  that  the 
whole  number  of  planes  for  this  form,  when  the  value  of  m  is  given,  is  also 
eight,  one  in  each  octant.  When  m=l  the  solid  in  f.  118  is  obtained, 
which  is  sometimes  called  the  unit  octahedron.  As  m  decreases,  the  octahe- 
drons become  more  and  more  obtuse,  till  7/i=0,  when  the  eight  planes  coin- 
cide with  the  two  basal  planes.  As  m  increases  from  unity,  on  the  other 
hand,  the  octahedrons  or  pyramids  become  more  and  more  acute,  and  when 
m=oo  they  coincide  with  the  prism  /;  this  series  forms  another  zone  of 
planes.  These  octahedrons  replace  the  basal  edges  in  the  form  f .  107,  as 
seen  in  f.  119,  and  as  the  octahedron  is  more  and  more  developed  it  passes 
to  f.  120,  and  finally  to  f .  118. 


The  same  form  replaces  the  solid  angles  of  the  form  f.  106,  as  seen  in 
f.  121,  and  this  too  gradually  passes  into  f.  122  and  f .  114. 
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The  relation  of  the  octahedrons  1  and  1-i  (m  and  m-i)  is  the  same  as  that 
of  the  prisms  /  and  i-i  (compare  f.  112).  Similarly,  too,  they  are  often 
called  octahedrons  (or  pyramids)  of  the  iirst  (m)  and  second  (m-i)  series. 

As  will  be  seen  in  f .  123, 14  truncates  the  pyramidal  edges  of  the  octahe- 
dron 1,  and,  conversely,  the  edges  of  the  octahedron  2-i  are  truncated  bv 
the  octahedron  1  (f.  124). 

Octagonal  pyramids. — The  form  m-n  (mc : 
na  :  a)  in  this  system  has,  as  in  the  preceding  sys- 
tem, tlie  highest  number  of  similar  planes  which 
are  geometrically  possible  ;  in  this  case  the  num- 
ber is  obviously  sixteen,  two  in  each  of  the  eight 
sectants,  as  in  f.  125,  where  rn—\  n=2.  These 
sixteen  similar  planes  together  form  the  octagonal 
pyramid  (strictly  double  pyramid)  or  zirconoid, 
f.  126.  It  has  two  kinds  of  terminal  edges,  the 
axial  X  and  the  diagonal  Y ;  the  basal  edges  are 
all  similar.  It  is  seen  (?n-n=l-2)  in  f.  127  in 
combination. with  the  diametral  prism,  and  in  f.  128  with  1,  where  it  bevels 
the  vertical  edges. 


126 


Other  tetragonal  forms  are  illustrated  in 
figures  2  to  8,  of  zircon  crystals,  on  p.  2; 
f.  8  is  the  most  complex,  and  besides  3-3 
6hows  also  the  related  zirconoids  4-4  and  5-5. 

Several  series  of  forms  occur  in  f.  129,  of 
vesnvianite.  In  the  unit  series  of  planes 
there  are  the  octahedrons  (or  pyramids)  1,  2, 
3,  and  the  prism  /;  in  the  diametral  series 
1-i,  i-i  ;  of  octagonal  prisms,  i-2,  i-l6 ;  of  zir- 
conoids 2-2,  3-3,  5-5,  4-2;  J-3,  the  whole  num- 
ber of  planes  being  154. 


B.  Eemihedral  Forms. 

Among  hemihedral  forms  there  are  two  divisions,  as  in  the  isometric 
system:  . 

1.  Ilemiholohedral,  having  the  full  number  of  planes  in  half  the  sectants. 
(a)  Vertically-alternate,  or  sphenoidal  forms.— The  planes  occur  in  two 
sectants  situated  in  a  diagonal  line  at  one  extremity,  and  two  in  the  trans- 
verse diagonal  at  the  other. 


Digitized  by 


Google 


TETRAGONAL   SYSTEM. 


29 


With  octahedral  planes  \(mc :  a  :a)  the  solid  is  a  tetrahedron  (f.  130, 
131)  called  a  sphe?ioid,  having  the  same  relation  to  the  square  prism  of 


130 


131 


f.  106  that  the  regular  tetrahedron  has  to  the  cube.  Fig.  130  is  the  positive 
sphenoid  or  +1,  and  131  the  negative,  or  — 1.  The  form  i(mc  :  ooa  :  a) 
is  similar.  Fig.  132  represents  the  sphenoid  in  combination  with  the  prism 
iA. 

If  the  planes  of  each  sectant  are  the  two  of  the  octagonal  pyramid 
\{mc  :na:  a)  (f.  126),  the  form  is  a  diploid  (f.  133).  It  is  in  combination 
with  the  octahedron  1-i  in  f.  134. 

(b)  Vertically-direct,  or  the  planes  occnring  in  two  opposite  sectants 
above,  and  in  two  on  the  same  diagonal  below.  The  result  is  a  horizontal 
prism,  or  forms  resembling  those  of  the  orthorhombic  system.  Character- 
izes crystals  of  edingtonite. 

(c)  Vertically-oblique.  Planes  occurring  in  two  adjacent  octants  above, 
and  in  two  diagonally  opposite  below,  producing  monoclinic  forms,  as  in  a 
hydrous  ammonium  sulphate. 

2.  Holohemihedral,  all  the  sectants  having  half  the  full  number  of  planes. 
As  the  largest  number  of  planes  of  a  kind  is  two,  half  the  full  number  is 
in  all  cases  one.  Hemihedrism  may  occur  in  the  forms  m-n  (f.  126,  127), 
or  zirconoids,  and  in  the  forms  i-n  (f.  109),  or  the  octagonal  prism. 

The  following  are  the  kinds  : 

(a)  Vertically-direct.  The  occurring  plane  of  the  sectants,  the  right 
one  in  the  upper  series,  and  that  in  the  same  vertical  zone  below,  as  indi- 
cated by  the  shading  in  f.  135  ;  or  else  the  left  one  above,  and  that  in  the 
same  vertical  zone  below,  f.  136. 


(b)  Vertically-alternate.  The  occurring  plane  the  right  above,  and  that 
in  the  alternate  zone  below,  as  indicated  in  f.  137 ;  or  else  the  lift  above, 
and  that  in  the  alternate  zone  below,  f.  138. 

As  the  right  of  the  two  planes  above  is  in  the  same  vertical  zone  with  the 
left  of  the  two  below  (supposing  the  lower  end  made  the  upper),  the  two 
kinds  of  the  first  division  will  be  the  rl  m-n  ;  and  the  Ir  m-n  (in  f.  136  on 
the  angles  of  the  prism  i-i)  ;  and  the  two  of  the  second  division  the  rr  m-n 
and  the  U  m-n  (in  f .  138,  on  the  angles  of  the  prism  i-i). 
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The  completed  form  for  the  first  methods  has  parallel  faces,  and  is  like  the 
ordinary  square  octahedron  in  shape,  because  the  upper  and  lower  planes 
belong  to  the  same  vertical  zone.  But  in  the  second  it  is  gyroidal ;  the 
upper  pyramid  has  its  faces  in  the  same  vertical  line  with  an  edge  of  the 
lower,  as  represented  in  f.  139,  the  form  U  m-n. 

The  first  of  these  methods  occurs  in  octagonal  prisms,  producing  a  square 
prism,  either  r  i-n,  or  I  i-n. 

Fig.  140  represents  a  com- 
bination of  the 'octahedron  1-i 
with  the  unit-octahedron  1,  and 
two  hemihedral  forms,  one  of 
them  Ir  1-2,  the  other  rl  3-3. 
The  plane  1  shows  the  posi- 
tion of  the  octant  ;  3-3  is  to 
the  right  of  1,  and  1-2  to  the 
left.     In  f.  141,  which  is  a  top 
view  of  a  crystal  of  wernerite, 
there  occurs  I  3-3  large,  along 
with  r  3-3    small,  indicating 
hemihedrism,      and,    judging 
from  that  of  the  allied  species 
sarcolite,  it  is  of  the  square  oc- 
tahedral kind,  rl  3  3  and  Ir  3-3. 
Fig.  142  contains  the  hemihedral  prism  /  i-\ ,  com- 
bined with  the  unit-octahedron   1,  and   the  basal 
plane  0. 

Variable  elements  in  this  system,. — In  the  tetragonal  6ystem  two  ele- 
ments are  variable,  and  in  any  given  case  must  be  decided  before  the  rela- 
tions of  the  forms  can  be  definitely  expressed. 

(a)  The  position  of  the  lateral  axes. — These  axes  are  equal,  but  there  are 
two  possible  positions  for  them,  for  in  a  given  square  octahedron  they  may 
be  either  diagonal  or  diametral ;  in  other  words,  given  an  octahedron,  as  in 
f.  115, 116,  the  prismatic  planes  may  be  made  diametral  (i-i),  and  the  octahe- 
dron so  belong  to  the  m-i  series,  or  the  prismatic  planes  may  be  made  diag- 
onal, that  is  I  (oo  c  :  a  :  a\  when  the  corresponding  octahedrons  belong 
to  the  m  scries.  The  ratio  of  the  lateral  axes  for  the  two  cases  is  obviously 
l:/2,  or  1:1.4142+. 

(I)  The  length  of  the  vertical  axis. — Among;  the  several  occurring  octa- 
hedrons, one  must  be  assumed  as  the  unit,  and  the  others  referred  to  it.     In 
f .  143,  of  zircon,  the  octahedron  1  is  made  the  unit,  and  by  measur- 
ing the  basal  angle  it  is  found  mathematically,  as  explained  later, 
that  the  length  of  the  vertical  axis  is  0.85  times  that  of  the  lateral 
axes.     The  octahedron  3  has  then  the  svmbol  3c  :  a  :  a  as  referred 
to  this  unit.     If  the  latter  octahedron  had  been  taken  as  the  fun- 
damental form,  the  length  of  the  vertical  axis  would  have  been 
3  x  0.85  times  that  of  the  lateral  axes,  and  the  symbol  of  the  firet 
plane  would  have  been  \c\  a\a.    Which  form  is  to  be  taken  as 
the  unit  or  fundamental,  that  is,  what  length  of  the  vertical  axis  c  is  to  be 
adopted,  depends  upon  various  considerations.      In  general  that  form  is 
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assumed  as  fundamental  which  is  of  most  common  occurrence  or  to  which 
the  cleavage  is  parallel ;  or  which  best  shows  the  morphological  relations 
of  the  given  species  to  others  related  to  it  in  chemical  composition,  or  which 
gives  the  simplest  symbols  for  the  occurring  forms  of  a  species. 

Prominent  characteristics  of  ordinary  tetragonal  forms. — The  promi- 
nent distinguishing  characteristics  of  tetragonal  forms  are  :  (1)  A  symme- 
trical arrangement  of  the  planes  in  fours  or  eights.  (2)  The  frequent  oc- 
currence of  a  square  prism  diagonal  to  a  square  prism,  the  one  making  with 
the  other  an  angle  of  135°.  (3)  The  occurrence  of  bevelling  planes  on  the 
lateral  edges  of  the  square  prism.  (4)  A  resemblance  of  the  octahedrons 
to  the  regular  octahedron,  in  having  a  square  base,  but  a  dissimilarity  in 
that  the  angles  over  the  basal  edges  do  not  equal  those  over  the  terminal.  (5) 
Cleavage  may  be  either  basal,  squwre-jprismatic,  or  octahedral ;  prismatic 
cleavage,  when  existing,  is  alike  in  two  directions,  parallel  to  the  lateral 
faces  of  one  of  the  square  prisms,  and  is  always  dissimilar  to  the  basal  cleav- 
age; the  basal,  or  the  lateral,  is  sometimes  indistinct  or  wanting;  the  pris- 
matic may  occur  parallel  to  the  lateral  planes  of  both  square  prisms,  but 
when  so,  that  of  one  will  be  always  unlike  in  facility  that  of  the  other. 

Picmes  of  symmetry. — There  are  five  planes  ot  symmetry  in  the  tetra- 
gonal system :  one  principal  plane  of  symmetry  normal  to  the  vertical  axis, 
and  four  others,  intersecting  in  this  axis  ;  these  four  are  in  two  pairs,  the 
planes  of  each  pair  normal  (90°)  to  each  other,  and  diagonal  (45°)  to  those 
of  the  other. 


III.— HEXAGONAL  SYSTEM. 

The  Hexagonal  System  includes  two  grand  divisions  :  1.  The  Hexa- 
gonal proper,  in  which  (1)  symmetry  is  by  sixes,  and  multiples  of  six ; 
(2)  hemihedral  forms  are  of  the  kind  called  vertically-direct;  and  (3) 
cleavage  and  all  physical  characters  have  direct  relations  to  the  holohedral 
hexagonal  form. 

2.  The  Rhombohedral,  in  which  (1)  symmetry  is  by  threes  and  multi- 
ples of  three,  rhombohedral  forms  being  hemihedral  in  mathematical  rela- 
tion to  the  hexagonal  system,  and  of  the  kind  called  vertically-alternate ; 
(2)  cleavage,  and  many  other  physical  characters,  usually  partake  of  the 
hemihedrism. 

While  the  rhombohedron  is  mathematically  a  hemihedral  form  under 
the  hexagonal  system,  and  is  properly  so  treated  in  a  system  of  mathema- 
tical crystallography,  it  is  not  so  genetically,  or  in  its  fundamental  relations. 
Moreover,  it  has  its  own  hemihedral  forms,  which,  under  the  broad  hexago- 
nal system,  are  tetartohedral. 

The  holohedral  forms,  all  of  which  belong  to  the  Hexagonal  division, 
are  here  first  described ;  and  then  the  hemihedral  forms,  which  include,  be- 
sides a  few  under  the  hexagonal  division,  the  whole  of  the  Rhombohedral 
division. 

A.  Holohedral  Forms  :  Hexagonal  Division. 

The  general  expression  for  planes  of  this  system  is  mc :  na  :  a  :j>a,  where 
there  are  to  be  considered  the  vertical  axis,  i,  and  three  equal  lateral  axes,  a. 
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It  is  evident,  however,  that  the  position  of  any  plane  is  determined  by  its 
intersections  with  two  of  the  lateral  axes,  as  "its  direction  with  the  third 
follows  directly  from  them.  (Compare  f.  146.)  Consequently,  in  writing 
the  symbol  of  any  plane  it  is  necessary  to  take  into  consideration  only 
the  vertical  axis,  and  two  of  the  lateral  axes  adjacent  to  each  other. 

The  various  holohedral  forms  possible  in  this  system  are  derived  after 
the  analogy  of  those  of  the  tetragonal  system.  The  parameters  for  all  the 
lateral  axes  are  given  below  for  sake  of  comparison.  It  is  to  be  noted  here 
that  m  may  be  either  <  1,  or  >  1 ;  n  is  always  >  1  and  <  2,  while  p  >  2 

and<  oo  ;  further  than  this  it  is  always  true  that  p— 


n 


Oc:  a:  a:  (a) 
oo  c  :  a  :  a  :  (oo  a) 
oo  c  :  2a  :  a  :  (2a) 
oo  c :  na  :  a  :  ( pa) 
(  c  :  a  :  a :  (oo  a) 
[  mc  :  a  :  a  :  (oo  a) 
mc  :  2a  :  a  :  (2a) 
mc:  na:  a:  (pa) 


n—i 

[0]  when  m=0,    n-=\. 

[/]  when  m=oo  ,  n=l. 

[i-2]  when  m=oo  ,  n=2. 

[i-n]  when  m  —  ooyn>l  and  <  2. 

[1]  when7w=l,    n=l. 

\ni]  when  ra^l,    n=l. 

[th-2]  when  m^l,    n=2. 

\m-ri\  when  ^  >1,    w  r- 1  and  <  2. 


The  abridged  symbols  need  no  explanation  beyond  that  which  has  been  given  on 
mPn—m-n  ;  <x>Pn=i-n,  etc. 


p.  25; 


Basal  planes.— The  form   O=0c  :  a  :a  includes  the  two  basal  planes 
above  and  below,  parallel  to  the  plane  of  the  lateral  axes. 
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Prisms. — The  form  I=nc  :  a  :  a  comprises  the  six  planes  parallel  to 
the  vertical  axis,  and  meeting  the  two  adjoining  lateral  axes  at  equal  dis- 
tances. These  six  planes  with  the  basal  plane  form  the  hexagonal  unit 
prism,  f.  144.  The  form  i-2=ccc  :2a:  a  includes  the  six  planes  which 
are  parallel  to  the  vertical  axis  but  meet  one  of  the  lateral  axes  at  the  unit 
distance,  and  the  other  two  at  double  that  distance.  These  planes  with  the 
basal  plane  form  the  diagonal  prism,  f.  145.  The  relations  of  the  two 
prisms  /and  i-2  is  shown  in  f.  146.  In  f.  147,  it  will  be  seen  that  the  one 
prism  truncates  the  vertical  edges  of  the  other.  The  faces  of  the  i-2 
make  an  angle  of  150°  with  the  faces  of  /.  These  two  prisms  have  an  inti- 
mate connection  with  each  other,  and  together  form  a  regular  twelve-sided 
prism, — a  prism  which  is  crystal lographically  impossible  except  as  the  result 
of  the  combination  of  these  two  different  forms. 
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The  form  i-2  is  a  special  case  of  the  general  form  i-n  or  oo  c  :  na  :  cu 
When  n  is  some  number  less  than  2,  and  greater  than  1,  there  must  be  twa 

? lanes  answering  the  given  conditions  in  each  sectant,  and  twelve  in  all, 
ogether  they  form  the  dihexagonal,  or  twelve-sided,  prism.  This  prism 
bevels  the  edges  of  the  prism  T,  and  the  vertical  edges  are  of  two  kinds, 
axial  and  diagonal.  The  values  of  n  must  lie  between  1  and  2  ;  some  of 
the  occurring  forms  are  i-$}  i-\ ,  etc. 

Hexagonal  pyramids,  or  Quarteoid*. — The  symbol  l=c  :  a  :  a  belongs 
to  the  twelve  planes  of  the  unit  pyramid,  f.  148,  while  the  general  form 
?n  =mc  :  a  :  a  includes  all  the  pyramids  in  this  series  where  the  length  of 
the  vertical  axis  is  some  multiple  of  the  assumed  unit  length.  As  in  the 
tetragonal  system,  when  m  diminishes,  the  pyramids  become  more  and 
more  obtuse,  and  the  form  passes  into  the  basal  plane  when  m  is  zero ; 
while  as  m  increases,  the  pyramids  become  more  and  more  acute,  and  finally 
coincide  with  the  prism  1.  These  pyramids  consequently  replace  the  basal 
edges  between  O  and  7,  f .  149,  and  with  them  form  a  vertical  zone  of  planes. 

The  pyramids  of  the  ra-2  series,  have  the  same  relation  to  those  oi  the  m 
series,  just  described,  that  the  prism  ?!-2  has  to  the  prism  I.  They  replace 
the  basal  edges  between  i-2  and  O  (f.  145),  and  as  the  value  of  m  varies, 
give  rise  to  a  series  or  zone  of  planes  between  these  limits. 

The  pyramids  of  both  the  first  (?ri)  and  the  second  (ra-2)  series  are  well 
shown  in  f.  150,  of  apatite.  In  the  first  series  there  are  the  pyramids  £,  1, 
and  2  ;  and  in  the  second  series  the  pyramids  1-2,  2-2,  and  4-2.     The  cor- 
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responding  prisms  Zand  2-2  are  also  shown,  and  the  zones  between  each  of 
tliem  and  the  basal  plane  O  are  to  be  noticed.  Attention  may  also  be 
called  to  the  fact,  exemplified  here,  that  the  pyramid  2-2  truncates  the  ver- 
tical edges  of  the  pyramid  2 ;  also  1-2  truncates  the  vertical  edges  of  1 ; 
while  the  latter  form  (1)  also  truncates  the  vertical  edges  of  |~2,  as  is  seen 
in  f .  147. 

Dihexagonal  pyramids,  or  Berylloids. — The  general  form  rnxi  \na  :  a 
rives  the  largest  number  of  similar  planes  possible  in  this  system,  which  is 
here  obviously  twenty-four,  that  is,  two  in  each  of  the  twelve  sectants. 
These  pyramids  correspond  to  the  prisms  of  the  i-n  series,  and  form  the 
dihexagonal  pyramids,  or  berylloids,  as  in  f.  151. 

The  berylloid  has  three  kinds  of  edges  :  the  axial  edges  X  (f .  151, 152), 
connecting  the  apex  with  the  extremity  of  one  of  the  axes ;  the  diagonal 
edges  y,  and  the  basal  edges  Z. 
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In  the  Tipper  pyramid,  one  of  these  two  planes  for  each  sectant  may  be 
distinguished  as  the  right,  and  the  other  the  left,  as  lettered  in  f.  152 ;  and 
the  same,  after  inverting  the  crystal,  for  those  of  the  other  pyramid.  It  is  to 
be  observed  that  in  a  given  position  of  the  form,  as  that  of  f.  151,  the  right 
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of  the  upper  pyramid  will  be  over  the  left  of  the  lower  pyramid,  and  the 
reverse.  Fig.  153  represents  the  planes  of  such  a  form  m-n  combined  with 
the  unit  prism  /,  and  the  planes  are  lettered  l9  r,  in  accordance  with  the 
above.  In  f.  154,  of  a  crystal  of  beryl,  the  prism  /  is  combined  with  the 
pyramids  1,  2,  2-2,  and  the  berylloid  3-£. 


155 


B.  Hemihedral  Forms. 

I.  Vertically  Direct. — The  planes  of  the  upper  range  of  sectants  being 
in  the  same  vertical  zone  severally  with  those  below. 

(A).  Hemiholohedral. — Half  the  sectants  having  the  full  number  of 
planes: 

1.  Trigonal  pyramids. — The  diametral  pyramid  m-2  is  some- 
times thus  hemihedral,  as  in  the  annexed  figure  (f.  155)  of  a  crys- 
tal of  quartz,  in  which  there  are  only  three  planes,  2-2  at  each 
extremitv,  and  each  of  those  above  is  in  the  same  zone  with  one 
below.  The  completed  form  would  be  an  equilateral  and  symme- 
trical double  three-sided  pyramid. 

2.  Trigonal  prisms. — The  occurrence  of  three  out  of  the  six 
planes  of  the  prism  /,  or  i-2,  produces  a  three-sided  prism.     The 
is  thus  hemihedral  in  tourmaline  (f.  156,  a  top  view  of  a  crystal),  and  the 
prism  i-2  in  quartz.     Both  these  forms  properly  belong  to  the  Rhombo- 
hedral  division. 

3.  D it rigonal prisms. — An  hexagonal  prism  hemihedral  to  the  dihexago- 
nal  prism  occurs  in  quartz  and  tourmaline,  the  hexagonal  prism  sometimes 
having  only  the  alternate  vertical  edges  bevelled,  as  in  f.  183,  and  f.  185, 
p.  40. 

(B).  Holohemihedral. — All  the  sectants  having  half  the  full  number  of 
planes : 

1.  ITemi-dihexagonal  pyramids. — Each  sectant  has  one  out  of  the  two 
planes   of    the  dihexagonal  pyramid  (f.  151, 153);    this  is  indicated  by 
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the  shading  in  f.  157.     The  occurring  plane  may  be  the  right  above  and 
left  below,  or  left    above   and  right  below,  and  the  form  accordingly 


156 


157 


158 


Tourmaline. 


either  rl  rn-n,  or  Ir  m-n.  Examples  of  the  first  of  these  occur  in  f.  158, 
representing  a  crystal  of  apatite,  the  planes  0(3-f),  and  0'(^~i)  being  of 
this  kind.  This  method  of  hemihedrism  occurs  only  in  forms  that  are 
true  hexagonal,  and  not  in  the  rhombohedral  division. 

II.  Vertically  alternate,  the  planes  of  the  upper  range  of  sectants 
being  in  zones  alternate  with  those  below. 

(A)  HemiholoJiedral  forms,  or  those  in  which  half  the  sectants  have  the 
full  number  of  planes  as  in  the 

Rhombohedral  Division. 

1.  Rhomhohedrons,  and  their  relation  to  Hexagonal  forms. — The  rhom- 
bohedron  is  derivable  from  the  hexagonal  pyramid  by  a  suppression  of  the 
alternate  planes  and  the  extension  of  the  others.  In  f.  159,  if  the  shaded 
planes  in  front  and  the  opposite  ones  behind  are  suppressed,  wThile  the  others 
are  extended,  a  rhombohedron  will  be  derived.  This  is  further  shown 
in  f.  160,  where  the  hexagonal  pyramid  is  represented  within  the  rhom- 
bohedron. Another  similar  rhombohedron,  complementary  to  this,  would 
result  from  the  suppression  of  the  other  alternate  half  of  the  planes.  One 
of  these  rhombohedrons  is  called  minus,  and  the  other  plus  (f.  161, 162). 
The  form  in  f.  148  is  made  up,  under  the  rhombohedral  system,  of  +  R 
and  —  R  (or  +1  and  —1)  combined,  as  in  the  annexed  figure  (f.  163),  of  a 
crystal  of  quartz. 
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Pig.  164  shows  the  combination  of  the  rhombohedron  with  the  prism  /; 
in  f.  165  the  former  is  more  developed,  and  it  finally  passes  into  the  corn- 
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plete  rhombohedron,  f.  161.     In  f.  166  the  rhombohedral  planes  occur  on 
the  alternate  angles  of  the  diagonal  prism  i-2. 

The  symbol  of  the  unit  rhombohedron  as  referred  to  the  hexagonal  sys- 
tem is  i(c  :  a  :  a),  a  second  rhombohedron  may  be  £(2c  :  a  :  a)  and  so  on  ; 
it  is,  however,  more  simple  to  write  only  4-7?  or  —  7?,  and  4-  27?  or  —  27?,  aud 
so  on  ;  or,  where  there  is  no  confusion  with  the  symbols  of  hexagonal  forms, 
as  4-1.  — 1,  and  4-ra,  —  m. 


163 
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This  hemihedrism  resulting  in  the  rhombohedron  is  analogous,  in  the 
alternate  positions  of  the  planes  above  and  below,  to  that  producing  the 
tetrahedron  in  the  isometric  system.  But  owing  to  the  fact  that  there  are 
three  lateral  axes  instead  of  two,  the  rhombohedron  has  its  opposite  faces 
parallel,  unlike  the  tetrahedron. 

In  f.  167  the  planes  7?  belong  to 
the  rhombohedron    4-1 ;   $  to  the 
rhombohedron  4-f,  having  the  verti- 
tical  axis  fc ;   O  is  the  basal  plane, 
or  mathematically  the    rhombohe- 
dron   0,   the   vertical    axis    being 
0c.      I    is   the   hexagonal     prism 
oo  :  1  :  1,  or  more  properly  a  rhom- 
bohedron with  an  infinite  axis,  oo  c. 
On  the  opposite  side  of  7  the  planes 
are  rhombohedral,  but  belong  to  the 
minus  series ;  — f  has  the  vertical 
axis£c;  —4,4c;  -2,  2c;  — f,  fc», 
this  last  being   complementary  to 
4-f,  and  the  same  identical  form,  except  that  all  the  parts 
are  reversed.     Fig.  168,  A-E  represent  different  rhombo- 
hedrons  of  the  species  calcite:   A,  the  rhombohedron  1; 
-ffj  — i;    C,  —  2 ;  7?,  — f;  E,  4  ;  having  respectively  for 
the  vertical  axis,  lc,  £c,  2c,  Jc,  4c,  with  c= 0.8543,  the  lat- 
eral axes   being  made  equal  to  unity.      In  f.  169   the 
rhombohedron  2  (or  27?)  is  combined  with  —1  (or  —7?), 
the  latter  truncating  the  terminal  edges  of  the  former. 

In  relation  to  the  series  of  4-  and  —  rhombohedrons  it 

is  important  to  note  that,  since  the  position  of  —  £7?  is  that 

vertical  edge  of  4-7?,  in  combination   with  it,  it  truncates  these 

Similarly  4-J7?  truncates  the  same  edges  of  —  £7?,  and  bo  on. 


Cinnabar. 


Calcite. 


of  the 
edges. 
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Also  +7?  truncates  the  edges  of  —27?,  and  —7?  the  edges  of  +  27?  (f.  169), 
—27?  truncates  the  edges  of  4-4/?,  and  so  on. 

2.  Scalenohedrons  /  forms  hemihedral  to  the  dihexagonal pyramid. — As 
the  rhombohedron  is  a  hemihedral  hexagonal  pyramid  or  quartzoid,  so  a 
sealenohedron  is  a  hemihedral  dihexagonal  pyramid  or  berylloid.  The 
method  of  hemihedrism  is  similar  by  the  suppression  of  the  planes  of  the 
alternate  sectants,  as  indicated  by  the  shading  in  f .  170  (analogous  to  f.  169) 
and  the  extension   of   those  of  the  other  sectants.     A  sealenohedron  is 


170 


represented  in  f .  171,  a  hexagonal  double  pyramid  with  a  zig-zag  basal  out- 
line, and  three  kinds  of  edges  ;  the  shorter  terminal  edge  X,  connecting  the 
apex  with  the  extremity  of  a  lateral  axis ;  the  longer  terminal  edge  Y, 
intermediate  in  position;  and  the  basal  edge  Z ;  X and  ^correspond  to 
X  and  Y  in  f .  151, 152.  There  are  plus  and  minus  scalenohedrons,  as 
there  are  plus  and  minus  rhombohedrons. 

The  relations  of  the  form  to  replacements  of  the  rhom- 
bohedron are  illustrated  in  the  other  figures.  Fig.  172  repre- 
sents a  rhombohedron  (+1  or  7?)  with  its  basal  edges  bevel- 
led ;  and  this  bevelment,  continued  to  the  obliteration  of  the 
planes  7?,  produces  the  sealenohedron  shown  by  the  dotted 
lines.  The  sealenohedron  in  f.  171, 172  has  the  vertical  axis 
equal  to  3c,  or  three  times  as  long  as  that  of  7?,  the  lateral 
axes  of  both  being  equal ;  and  hence  it  is  that  the  planes  are 
lettered  1B,  the  1  referring  to  the  rhombohedron  and  the 
index 8  being  the  multiple  that  gives  the  value  of  the  vertical 
axis  of  the  sealenohedron. 

In  f.  IIS  there  are  two  scalenohedrons  of  the  same  series, 
viz.,  1*,  1B,  combined  with  the  rhombohedrons  7?  (or  +1)  and 
+  4.     Fig.  174  shows  the  sealenohedron  —  1*  combined  with 
the  rhombohedron  —4  (or  —47?);  and  175,  the  same  with  the  rhombohe- 
dron 5  (4- 5R). 

Other  scalenohedrons  replace  the  basal  angles  of  a  rhombohedron  by 
two  similar  planes  (f.  176);  or  bevel  the  terminal  edges;  or  replace  the 
terminal  solid  angles  by  six  planes,  two  to  each  terminal  edge,  or  to  each 
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rhombohedral  face ;  and  they  will  be  relatively  +  or  — ,  according  to  their 
position  in  one  or  the  other  set  of  sectants,  as  has  been  explained.  Fig.  177 
represents  the  top  view  of  a  crystal  of  tourmaline.     It  contains  the  rhorabo- 


176 


Tourmaline. 

hedral  planes,  jffi,f,  ty,  —  £,— -J,  — f,  —2,  along  with  thcscalenohedrons  —  ±\ 
— £3,  — £*,  l^,  l^i  and  also  two  others  bevelling  the  terminal  edges  of  the 
rhombohedron .  R. 

The  scalenohedrons  — i*,  ~is»  — i8*  bevel  the  basal  edges  of  the  rhombohedron  —  £ ;  and 
consequently  the  length  of  the  axes  are  respectively  2,  3,  5  times  that  of  the  rhombohedron 
i,  and  hence,  equal  1<5,  f  c,  $6.  Every  scalenohedron  corresponds  to  a  bevelment  of  the 
basal  edges  of  some  rhombohedron — and  that  particular  one  whose  lateral  edges  are  parallel 
to  those  of  the  scalenohedron.  The  symbols  for  them  accordingly  are  made  up  of  the 
symbol  of  the  rhombohedron  and  an  index  which  expresses  the  relation  of  its  vertical  axis 
as  to  length  to  that  of  the  rhombohedron,  according  to  a  method  proposed  by  Naumann. 
(See  p.  72.) 

Hexagonal  pyramids  of  the  m-2  or  diagonal  series  occur  in 
many  rhombohedral  species ;  as  f.  178  of  corundum,  which 
contains  f-2(r),  4-2,  y-2  (for  9-2  on  the  figure  read  ^2,£lein), 
along  with  the  rhombohedron  1,  and  the  basal  plane  O ;  also 
f.  167,  in  which  is  the  pyramid  2-2.  Hemihedral  forms  of  the 
same  pyramids  (of  the  kind  described  on  p.  34)  are  met  with  in 
rhombohedral  species,  but  only  such  as  have  also  tetartohedral 
modifications.  Hemihedral  forms  of  the  hexagonal  and  dihex- 
agonal  prisms  (p.  34)  are  also  characteristic  of  some  rhombohedral 
species,  and  01  those  that  have  either  tetartohedral  or  hemimorphic  modifi- 
cations. 

Fig.  179  illustrates  the  relative  positions  of  the  zones  of 
the  +  and  —  rhombohedrons,  and  diagonal  pyramids  m-2 
alternating  with  regions  of  -+-  and  —  scalenohedrons  in  the 
scheme  of  the  rhombohedral  system.  The  figure  is  supposed 
to  be  a  top  view.  It  is  similar  to  f.  152,  p.  84,  and  like  that 
contains  the  upper  planes  of  the  dihexagonal  pyramid ;  but 
these  are  divided  between  a  plus  and  a  minus  scalenohedron, 
those  planes  marked  -+-  being  the  former,  and  the  others  (— )  the 
latter.  The  three  lateral  axes  are  lettered  each  bb.  The  posi- 
tion of  the  +  mR  zone  of  planes  (or  plus  rhombohedrons)  relative 
to  the  scalenohedrons  is  shown  by  the  lettering  +  R ;  of  the 
—mR  zones  (or  minus  rhombohedrons)  by  —  R.  The  position  of 
the  vertical  zone  of  w-2,  or  diametral  pyramidal  planes,  is 
indicated  by  the  letter  d.  The  order  of  succession,  beginning 
with  one  of  the  plus  interatrial  sectants  (the  one  in  the  medial  line  below)  and  numbering  it 
I,  is  as  follows : 
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(1)  Plus  scalenohedrons,  or  planes  of  the  general  form  +mD. 

(2)  Zone  of  pins  rhombohedrons,  +mR. 

(3)  Plus  scalenohedrons,  or  planes  of  the  general  form  +mn. 

(4)  Zone  of  diagonal  pyramids,  w-2. 

(5)  Minus  scalenohedrons,  or  planes  of  the  general  form  —mQ. 

(6)  Zone  of  minus  rhombohedrons,  —mU. 

(7)  Minus  scalenohedrons,  —  mn. 

(8)  Zone  of  diagonal  pyramids,  w-2. 

(9)  Plus  scalenohedrons,  +wn. 
III.  -J  (10)  Zone  of  plus  rhombohedrons,  +mR. 

(  (11)  Plus  scalenohedrons,  +?»". 
(12)  Zone  of  diagonal  pyramids. 
And  so  on  around,  as  the  figure  illustrates.     In  the  lower  pyramid  the  order  of  succession  is 
the  same  ;  but  the  plus  planes  are  directly  below  the  minus  of  the  above  view  of  the  upper 
pyramid. 

The  plus  scalenohedrons  have  the  pyramidal  edge  over  the  -\-mR  section,  the  more 
obtuse  of  the  two  (or  edge  Y) ;  and  the  minus  scalenohedrons  have  that  edge  the  less  obtuse 
(or  edge  X)}  and  that  over  the  —  mR  section  the  more  obtuse  (or  edge  T). 

B.  Holohemihedral  forms,  or  those  in  which  all  the  sectants  have  half 
the  full  number  of  planes  (as  shown  by  the  shading  in  f.  180). 

Gyroidal,  or  trapezohedral  forms. — Of  the  planes,  in  f.  181  there  would 
occur  only  those  lettered  r,  r,  above  and  below  ;  or  those  lettered  I,  I,  and, 
unlike  f.  157,  the  planes  above  and  below  are  not  in  the  same  zone.     The 
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form  is  consequently  gyroidal,  the  planes  being  inclined  around  the  prism, 
both  above  and  below,  and  in  the  same  direction  at  the  two  extremities. 
It  is  also  called  jplagihedral.  The  symbol  for  the  planes  is  rr  m-n,  or 
Um-n,  according  as  the  occurring  planes  of  the  two  in  the  same  sector  are 
the  right  or  the  left.    Fig.  182  is  an  example  of  11  6-J  in  the  species  quartz. 

0.  Tetartohedral  Forms. 


These  forms  are  hemihedral  to  the  Rhombohedron. 

(A)  HblomorphicformSy  like  the  preceding  hemihedral,  the  planes  occur- 
ring equally  in  the  upper  and  lower  range  of  sectants. 

1.  Khowbohedral  tetartohedrism. — Occurring  planes  the  alternate  of 
those  mentioned  on  page  35,  that  is,  the  alternate  planes  r  of  one  base, 
and  I  of  the  other.     They  are  the  r  of  three  alternate  sectants  above,  and 
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the  I  of  three  sectants  below  alternate  with  these.  A  form  of  this  kind 
consists  of  six  equal  planes,  equally  spaced,  and  hence,  equal  in  inclina- 
tions, and  is  therefore,  in  the  completed  state,  a  rhoinbohcdron.  It  occurs 
in  menaccanite  or  titanic  iron,  and  in  quartz  (f.  183,  planes  134 1). 

2.  Gyroidal  or  trapezohedral  tetartohedrism. — Occurring  planes  the 
alternate  of  those  lettered  r  or  I  in  f.  153,  p.  34,  that  is,  the  alternate  planes 
r,  or  alternate  I,  of  both  bases. 
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In  f.  185,  the  nlanes  ol,  o11,  om,  ow,  <f  (4-f ,  5-f ,  6-£,  8-4,  3-»,  the  first 
four  right,  the  last  left)  are  examples.  The  upper  and  lower  oi  a  kind  adjoin 
the  same  diametral  plane,  but  are  on  opposite,  sides  of  it,  and  therefore  the 
three  sectants  containing  planes  below  are  alternate  with  the  three  above. 
The  solid  made  of  these  six  planes  (f.  184)  has  trapezoidal  faces,  and  is 
called  a  trigonotype  by  Kaumann.  , 

The  tetartohedral  planes  on  quartz  and  cinnabar  have  a  remarkable  con- 
nection with  the  circular  polarization  which  is  characteristic  of  them 
both,  and  which  is  further  explained  elsewhere  (p.  138). 

(B)  Ifemimorphic  forms;  the  planes  occurring  either  in  the  upper  or 
the  lower  range  of  sectants  and  not  in  both. 

There  are  two  kinds  of  forms :  (1)  the  Itemi-rhomboTiedron,  and  (2)  the 
hemiscalenohedron.  Fig.  186  illustrates  each  of  these 
forms.  The  form  R  is  properly  hemihedral  at  the  two 
extremities,  its  planes  being  very  large  at  one,  and 
quite  small  at  the  other.  So  with  —  \.  Another  rhom- 
k  /\  -2  K\  bohedron,  —2,  occurs  only  at  the  upper  extremity. 
L  /x\  ~    P\       Again,  $*  is  a  hemi-scalenohedron,  the  upper  six  planes 

F  y    I   \ 1  \  \      being  present,  but  not  the  lower. 

The  prism  /  in  this  figure  is  hemihedral,  as  explained 
C>n  p.  34.  It  is  not  tetartohedral  to  the  hexagonal 
system  in  the  ordinary  view.  But  since  in  a  vertical 
zone  4-m/?,  oo  Hy  —mR,  the  oo  R  may  be  regarded  as 
the  infinite  term  of  either  the  +mR  series,  or  else  the 
same  of  the  —mR  series;  and  as  this  view  accords  with 
the  tetartohedral  character  of  the  mR  series  in  all  such 
crystals,  it  might  be  ranked  among  tetartohedral  forms. 
From  the  same  point  of  view,  the  ditrigonal  prisms  in  tourmaline  and 
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quartz  are  tetartohedral,  since  they  may  be  regarded  as  either  plus  or  minus 
tetartohedral  scalenohedrons,  with  an  infinite  vertical  axis. 

Variable  elements. — In  the  hexagonal  system  the  same  elements  are  vari- 
able as  in  the  tetragonal  (see  p.  30).  In  other  words,  the  position  of  the 
vertical  axis  is  fixed,  but  (1)  a  certain  "length  must  be  assumed  as  the  unit 
in  a  given  species,  and  also  (2)  the  position  of  the  lateral  axes  must  be  fixed, 
for,  as  in  f.  144, 145,  either  of  the  hexagonal  prisms  may  be  made  /  and 
the  other  i-2. 

The  general  characteristics  of  this  aystem  which  the  student  must  be 
acquainted  with  are:  (1)  The  planes  constantly  occur  in  threes  or  sixes, 
or  their  multiples ;   (2)  The  frequency  of  the  angles  120°  and  150°  in  the 

!>rismatic  series ;  (3)  The  rhombohedral  cleavage,  common  in  species  be- 
onging  to  the  rhombohedral  division.  It  is  also  important  to  note  that 
many  forms  apparently  hexagonal  really  belong  to  the  orthorhombic  system, 
being  produced  by  twinning  parallel  to  the  vertical  prism  ;  e.g.,  the  appar- 
ently hexagonal  prisms  of  aragonite.  The  close  relation  of  the  two  systems 
is  spoken  of  elsewhere  (p.  46), 

The  planes  of  symmetry  for  the  holohedral  forms  are  analogous  to  those 
in  the  tetragonal  system ;  that  is,  one  principal  plane  of  symmetry  normal 
to  the  vertical  axis,  and  six  others  intersecting  in  this  axis.  These  last 
belong  to  two  sets,  the  planes  of  the  one  cutting  each  other  at  angles  of 
60°,  and  diagonal  to  those  of  the  other. 


IV.— ORTHORHOMBIC  SYSTEM. 

In  the  Orthorhombio  system  the  three  axes  are  unequal  cyb,d;  of  these 
c  is  the  vertical  axis,  b  is  made  the  longer  of  the  two  lateral  axes,  or  the 
macrodiagonal  axis,  and  &  the  shorter  lateral,  or  braahydicLgonal,  axis.* 

The  different  occurring  forms,  deduced  as  before  from  the  general  ex- 
pression, are : 


i 


cocinb  :  a 

[i-n] 

oo  c  :  b  :  na 

\i-h\ 

ooc  :  b  :  a 

[I] 

oo0  :  oo b  :  a 

[i-l 

ooc  :  b  :  aoa 

\i-i 

Oc  :  b  :  a 

10] 

me:nb  :a  [m-ft] 

mc  :  b  :na  [m-ri] 

mc:b : a  [m] 

\  c  :  b  :  a  [1] 

$mc:  cob:  a  [m-i] 

( mc  :  b  :  oo  a  [m~i] 

The  abridged  symbols  need  very  little  explanation  additional  to  that  given  on  p.  25.  As 
before,  only  the  essential  part  of  the  symbol  is  given  ;  m  is  written  first,  and  ref era  in  all 
cases  to  the  vertical  axis  (c),  and  n  refers  to  one  of  the  lateral  axes,  whether  the  longer  (5) 
or  the  shorter  (A)  is  indicated  by  the  sign  placed  over  it,  as  n  or  n.  When  »=oo,  this  is 
indicated  by  the  t  hitherto  nsed,  and  the  sign  is  placed  over  it,  i,  or  i,  with  the  same  signi- 
fication. These  correspond  to  the  symbols  used  by  Naumann,  as  follows:  0=OP',  i-i= 
»  Pob  •  i-i=ab  Poo  ;  oo  P/l=i~n ;   mPx>  =m-i ;   mP=  m ;  m-n=mPn,  etc. 


*  For  the  relation  of  the  axes  thus  lettered  to  those  of  Dana's  System  of  Mineralogy  and 
of  other  authors,  see  p.  58. 
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A.  Holohedral  Forms. 

Pinacoids. — The  final  case  mentioned  in  the  above  enumeration  em- 
braces, as  before,  the  two  basal  planes,  or  basal  pinacoids:  tjie  one  pre- 
ceding it  includes  the  two  planes  parallel  to  the  vertical  and  wsHE^diagonal 
axes  (c  and  5),  called  the  macropinacoids,  and  the  third  includes  the  two 
planes  parallel  to  the  vertical  and  brachydiagonal  axes  (c  and  a),  called  the 
wachyjniiacoids.  These  three  sets  of  planes  together  form  the  solid  in 
f.  188,  which  is  called  the  diametral  prism.  In  consequence  of  the  ine- 
quality of  the  different  pairs  of  planes  there  are  only  four  similar  edges  in 
any  set;  thus  four  similar  vertical  edges;  four  macrodiagonal  basal  edges, 
two  above  and  two  below,  between  O  and  i-i  ;  and  similarly  four  bracliy- 
dia^oual  basal  edges  between  O  and  i-i ;  the  eight  solid  angles  are  all 
similar. 
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Prisms. — The  form  oo  c  :  b  :  #,  or  /,  includes  the  four  planes  of  the  unit 
prism  which,  in  combination  with  O,  is  seen  in  f.  187.  In  this  case  the 
eight  basal  edges  are  similar,  being  made  in  each  case  by  a  similar  pair  of 
planes  O  and  I.  Of  the  vertical  edges  there  are  two  pairs,  those  at 
theextremity  of  the  axis  4,  which  are  obtuse,  and  those  at  the  extremity 
of  b9  which  are  acute.  Similarly,  there  are  two  sets  of  basal  solid  angles, 
four  in  each;  for  though  each  solid  angle  is  formed  by  the  meeting  of 
the  same  three  planes,  the  angles  are  different  in  the  two  cases.  The 
form   /  replaces  the  four  similar  vertical  edges  of  f.  188  ;  the   macro- 

Einacoids  i-i  truncate  the  obtuse  vertical  edges  of  the  prism  I}  and  the 
rachypinacoids  i-l  truncate  the  acute  vertical  edges  of  7,  as  shown  in  f .  189. 
There  are  two  other  series  of    prisms  with  symbols  oo  c  :  nb  :  a  and 
oo  c  :  b  :  na.     In  the  latter  series  the  axis  5  is  made  the  unit ;  the  reason  for 
this  will  be  obvious  when  the  relations  of  the  two  forms  are  explained. 

The  prism  /  meets  both  axes  a  and 
190  191  J  at  their  unit  lengths,  as  in  f.  187. 

If,  now,  the  prismatic  planes  meet 
the  longer  lateral  axis  (b)  at  a  greater 
distance,  a  prism  is  formed  such  as 
that  in  f.  190,  whose  symbol  is  ii,or 
oo  c  :  2b  :  a.     This  is  a  macrodiag«v 
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the  symbols  i-3  (oo  c  :  35  :  a),  i-4  (oo  c 


nal  prism  ;  and  others  might  have 
45  :  a) ,  and  so  on,  or  in  general  i-n. 
lin  becomes  less  than  unity,  the  case  shown  in  f.  191  arises,  where  the 
inner  prism  has  n= J,  and  the  symbol  is  i-\  (oo  c :  $b  :  a),  still  retaining  d  as 
the  unit  axis.  For  convenience  of  reference,  however,  the  principle  before 
explained  (p.  11)  is  made  use  of,  and  the  plane  is  called  oo  c  :  b  :  2a,  or  t-5 ; 
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these  expressions  and  those  before  given  being  identical,  except  that  in 
the  latter  case  b  is  the  unit  axis.  By  this  method  the  use  of  any  fractions 
less  than  unity  is  avoided.  The  inner  prism  i-J,  indicated  by  dotted  lines 
in  f.  191,  then  becomes  the  outer  prism  or  i-2.  The  prisms  of  the  general 
form  i-ft9  are  called  brachydiagonal  prisms. 

The  prisms  i-fl  bevel  the  front  and  rear  (obtuse)  edges  of  the  prism  7", 
f.  192,  and  the  prisms  i-fi,  bevel  the  side  (acute)  edges  as  in  f.  193.  Further, 
the  former,  i-n,  replace  the  edges  between  i-i  and  /  (f.  194),  while  the  i-h 
prisms  replace  the  edges  between  i4  and  1  (f.  194). 

This  series  of  planes  (f.  194),  from  irl  to  i-i,  is  another  example  of  a 
zone;  all  the  planes  make  parallel  intersections  with  each  other,  being  alike 
in  that  they  are  parallel  to  the  vertical  axis. 
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Domes. — The  form  mc  :  qo  b  :  a  includes   the   four  planes  which  are 

Sarallel  to  the  macrodiagonal  axis,  and  meet  the  vertical  axis  at  variable 
istances,  multiples  of  the  unit  length  (see  f.  34,  p.  11).     An  example  of 
them   in  combination  with  i4,  the  brachypinacoid,  is  shown 
These  planes  are  called  macrodomes  (see  also  f.  196). 


in 


f.  195. 
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The  forms  mc  :  b  :  oo  a  include  four  analogous  planes,  which  differ  in 
this  respect,  that  they  are  parallel  to  the  brachydiagonal  axis,  and  are  hence 
called  orachydomes  (see  f.  35,  p.  11).  In  this  case,  the  longer  lateral  axis 
is  taken  as  the  unit.  Fig.  197  shows  two  such  brachydomes,  14  and  24, 
in  combination  with  other  forms.  (See  also  f .  198.)  The  word  dome,  used 
here  and  above,  is  derived  from  So/*^,  or  domus,  a  house,  the  form  resem- 
bling the  roof  of  a  house. 

The  combination  of  1-i  with  14  is  shown  in  f.  199,  forming  a  retangular 
octahedron,  and  in  f.  200  they  are  shown  replacing  the  solid  angles  formed 
by  /  and  O,  as  in  f.  188.  As  either  of  the  three  directions  may  be  made 
the  vertical,  it  is  evident  that  these  domes  differ  from  vertical  prisms  only 
in  position. 
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The  occurrence  of  these  domes  in  combination  with  the  other  forms,  O, 
irly  iri,  I,  affords  an  illustration  of  the  law  of  symmetry  that  all  similar 

parte  must  be  modified  alike.  Thus  in  f. 
188,  as  has  been  shown,  there  are  two  sets 
of  solid  angles,  four  in  each ;  one  set  is 
replaced  by  the  four  planes  of  the  form 
mi,  and  if  one  is,  all  must  be ;  and  the 
other  set  (lateral)  is  replaced  by  the  four 
planes  of  the  form  m-i,  f.  200. 

Octahedrons  (or  Pyramids). — The  sym- 
bol c  :  b  :  a  (1)  belongs  to  the  unit  octahedron  (f.  201).  It  replaces  the 
edges  between  the  prism  /and  the  basal  plane  0  (f.  202).     It  also  replaces 
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the  eight  similar  solid  angles  of  the  diametral  prism,  as  in  f.  203.  This 
is  a  special  case  of  the  form  me:b  :  a,  in  which  m  may  have  values  vary- 
ing from  0  to  oo .  Fig.  208,  of  sulphur,  shows  a  zone  of  such  planes,  of 
the  general  symbol  mc  :  b  :  a,  with  ra=oo  for  /;  also,  m=l,  m=i,  m=i, 
m=J,  and  finally  m=0,  for  the  basal  plane  O. 


204 


207 


The  general  form  in  this  system,  consisting  of  eight  similar  planes,  may 
be  written  either  mc  :  nb  :  a  (m-n)  or  mc  \b  :  na  (ra-A).  The  relation  be- 
tween the  two  is  the  same  as  that  between  the  prisms  i-ri  and  «'-#.  Thus, 
in  f.  204,  one  plane  of  the  octahedron  2c  :  25  :  a  (2-2)  is  given,  and  also  one 
plane  of  another  octahedron  or  pyramid,  whose  symbol  is  2c  :b  :  a  (2).  If 
n  becomes  less  than  unity,  as  £,  the  plane  has  the  symbol  2c\\b\a  (2-J). 
In  order  to  avoid  this  use  of  fractions  the  symbol  is  written  4tc  :  b  :  2a, 
that  is,  4-5.  The  plane  is  shown  in  f.  205,  in  its  two  positions  correspond- 
ing to  2c  :  ib  :  a,  and  4<? :  b  :  2a>  the  two  being  crystallographically  iden- 
tical 
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Thns  there  are  two  series  of  pyramidal  planes : 
where  the  shorter  axis  is  taken  as  the  unit,  and  a 
brachydiago7ial  (m-H\  where  the  unit  is  the  longer 
lateral  axis;  and  between  the  two  lie  the  unit 
octahedron  (1)  and  those  of  the  m  series,  just  as 
the  prism  1  lies  between  the  prisms  i-n  and  i-fi. 
The  maerodiagonal  planes  1-2  and  2-2  are  shown 
in  f .  206  and  f.  207.  It  is  also  seen  in  f .  207  that 
the  planes  2-2,  iM,  2-2  all  make  parallel  intersec- 
tions with  each  other  and  with  i-i,  being  an 
example  of  a  zone  where  the  ratios  of  the  ver- 
tksal  axes  are  the  same.  Further  orthorhombic 
forms  are  displayed  in  f.  208,  of  sulphur,  already 
referred  to.  The  full  symbol  of  the  plane  1-3  is 
c:  b  :  Sa. 

B.  Hemihedral  Forms. 


a  macrodiagonal  (ra-w,), 


Sulphur. 


The  hemihedral  forms  that  have  been  observed  are  of  two  kinds :  1, 
The  vertheatty-oblique  (p.  14),  producing  monoclinic  forms;  and  2,  the 
hemimorphic,  in  which  the  planes  of  the  octahedrons  or  domes  of  one  base 
have  no  corresponding  planes  at  the  opposite  extremity.     The  former  kind 
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is  illustrated  in  f.  209,  of  the  species  chondrodite  (var.  humite,  type  III). 
Fig.  210  represents  the  holohedral  form  of  the  same ;  the  planes  f-i,  1-i, 
2-i,  are  of  macrodomes  ;  4j-i,  fci,  f-£,  4-#,  of  brachydomes  ;  and  the  others  of 
various  octahedrons,  mostly  in  two  vertical  zones,  the  unit  zone  {mo  :  b  :  a\ 
and  the  1  :  2  zone  {ma  :  2b  :  a).  In  f.  209  the  alternate  of  the  macro- 
domes  and  of  the  octahedral  planes  of  the  1  :  2  zone  are  absent  in  the 
upper  half  of  the  form,  and  are  present  without  those  with  which  they 
alternate  in  the  lower  half.  The  crystal  consequently  resembles  one  under 
the  monoclinic  system. 

Datolify  was  formerly  cited  as  a  hemihedral  orthorhombic  species,  but  it 
has  been  found  to  be  really  monoclinic.  Furthermore,  it  has  been  recently 
shown  by  the  author,  by  reference  to  the  optical  properties,  that  the  chon- 
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drodite  of  the  second  and  third  types  (see  p.  305)  is  not  orthorhombic  but 
monocHiniCy  and  this  must  be  true  also  of  humite.* 

Hemimorphic  forms  characterize  the  species  topaz  and  calamine.  The 
latter  (in  f.  211)  has  only  the  planes  of  a  hemioctahcdrOn  at  one  extremity, 
and  planes  of  heraidomes  at  the  other.  For  the  pyro-electric  properties  of 
such  forms,  see  p.  165. 

Variable  elements. — In  the  orthorhombic  system  the  lengths  of  the  three 
axes  are  variable,  though  their  position  is  fixed,  and  after  these  are  fixed 
the  choice  of  one  for  the  vertical  axis  must  be  arbitrarily  made.  In  other 
words,  given  an  orthorhombic  crystal,  the  three  rectangular  directions  are 
fixed,  but  two  assumptions  must  be  made  which  will  mathematically  deter- 
mine the  length  of  two  of  the  axes  in  terms  of  the  third.  For  instance, 
in  a  crystal,  if  certain  occurring  domes  are  adopted  as  the  unit  planes  1-1 
and  l-£,  this  will  determine  the  relative  lengths  of  the  three  axes,  for 
which  two  measurements  will  be  necessary ;  or,  if  an  occurring  octahe- 
dron is  assumed  as  the  unit  octahedron  (1,)  this  alone  will  obviously  fix  the 
axes ;  but  here,  also,  two  independent  measurements  are  necessary  in  order 
to  enable  us  to  calculate  their  length,  as  is  explained  later,  p.  74.  Hav- 
ing determined  upon  the  relative  lengths  of  the  axes,  one  of  these  must  be 
made  the  vertical  axis  (e),  and  then,  of  the  two  remaining,  th#  shorter  will 
be  the  brachydiagonal  (a),  and  the  longer  the  macrodiagonal  axis  (b). 

In  deciding  these  arbitrary  points,  the  following  serve  as  guides  :  The 
habit  of  the  crystals;  the  relations  of  the  given  species  to  those  allied  in 
composition;  the  cleavage,  which  is  regarded  as  pointing  to  that  form 
which  is  properly  fundamental ;  and  other  considerations.  How  arbitrary 
the  choice  generally  is  is  well  shown  by  the  fact  that,  in  a  considerable 
number  of  species  belonging  to  this  system,  different  lengths  of  axes,  as 
also  different  positions  for  them,  have  been  adopted  by  different  authors. 
Where  an  optical  examination  can  be  made  of  an  orthorhombic  crystal, 
the  results  show  what  the  true  position  of  the  axes  is,  in  accordance  with 
the  principles  proposed  by  Schrauf.  This  subject  is  alluded  to  again  in  its 
proper  place  (p.  147). 

The  general  characteristics  of  the  crystals  of  this  system  are  not  so 
marked  as  those  of  the  preceding  systems.  The  kind  of  symmetry  should 
be  well  understood,  though,  as  remarked  on  p.  50,  crystals  which  are  in 
appearance  orthorhombic  maybe  really  raonoclinic;  the  true  test  of  the 
system  is  to  be  found  in  the  three  rectangular  axial  directions.  A  pris- 
matic habit  is  very  common,  the  prisms  (except  the  diametral  prism)  not 
being  square,  also  the  prominence  of  some  of  the  most  commonly  occur- 
ring macrodomes  and  brachy domes ;  a  prismatic  cleavage  is  common, 
ana  often  a  cleavage  exists  parallel  to  one  of  the  pinacoids  (e.g.,  i-i) 
and  not  to  the  other,  which  could  not  be  true  in  the  tetragonal  system  ; 
similarly  the  planes  i-i,  i-i  are  sometimes  physically  dinerent,  e.g.,  in 
regard  to  lustre. 

As  has  already  been  remarked,  forms  apparently  hexagonal  are  common 
among  certain  species  belonging  to  this  system  ;  this  is  true  in  those  cases 

*  Since  the  above  paragraph  was  put  into  type,  Des  Cloizeanx  has  announced  that  an  opti- 
cal investigation  by  him  has  proved  that  humite  crystals,  of  types  II.  and  in.,  are  really 
monoclinic,  as  suggested  above.  The  figures  are  allowed  to  remain,  however,  since  they  illus- 
trate the  form  which  this  method  of  hemihedrism  would  produce. 
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where  the  prism  has  an  angle  approximating  to  120°.  It  is  immediately 
evident,  as  is  explained  more  thoroughly  in  the  chapter  on  compound 
crystals,  that  if  three  individual  crystals  are  united  each  by  a  prismatic 
face,  when  the  prismatic  angle  is  near- 120°,  they  will  form  together 
a  six-sided  prism,  approximatiug  more  or  less  closely  to  a  regular  hexa- 
gonal prism.  Similarly,  under  the  same  circumstances,  the  correspond- 
ing pyramids  will  thus  together  form  a  more  or  less  symmetrical  hexagonal 
pyramid.  This  is  illustrated  by  the  accompanying 
figures  of  witherite,  where  the  prismatic  angle  is  118°, 
3u'.  It  need  hardly  be  added  that  this  is  true  in 
general,  not  only  of  the  vertical  prism,  but  also  of  a 
macrodome  or  brachydome,  having  an  angle  near  120°. 
The  optical  relations  connected  with  this  subject  are 
alluded  to  elsewhere,  p.  147. 

Planes  of  Symmetry. — The  three  diametral  planes 
are  planes  of  symmetry  in  this  system,  and  they  are  the  only  ones. 


V.— MONOCLINIC  SYSTEM. 


In  the  Monocxinic  system  the  three  axes  are  un- 
equal in  length,  and  while  two  of  them  have  rectan- 
gular intersections,  the  third  is  oblique.  The  position 
usually  adopted  for  these  axes  is  as  shown  in  f.  214, 
where  the  vertical  axis,  c,  and  lateral  axis,  b,  make 
retangular  intersections.  The  same  is  true  of  b  and 
d,  while  c  and  d  are  oblique  to  one  another. 

The  following  is  an  enumeration  of  the  several 
distinct  forms  possible  in  this  system,  deduced,  as  be- 
fore, from  the  general  expression  : 


|  —  me  :  nb  :  a 
\  +mc  :  nb  :  a 
,  —mc  :b  :  na 

+mc  :  b  :  na 
i  —7/w  :b  :  a 

—c:b:a 
,  +mc  :  b  :  a 

+c  : b : a 
'inc  :  b  :  <x>a 


\—m-n\ 

+  m-n] 

~—m~h] 

'  +  m-h\ 

[-i] 

[+m" 
[+1] 


—mc  :  x  J  :  a 

+  mc  :  cob  :  a 
coe  :  nb  :  a 
?oc  :  b  :  na 
oo  c  :  b  :  a 

oo  c  :  oo  b  :  a 
oo  c  :  b  :  oo  a 
Oc  :  b  :  a 


214 
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0<9tf> 
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[— m-z] 

[+m-i] 

Ora] 

\.o. 


The  abridged  symbols  correspond  to  those  in  the  orthorhombic  system,  explained  on  p.  42. 
The  only  point  to  be  noted  is  that  where  n  or  i  relates  to  the  clinodiagonal  axis,  d,  this  is 
indicated  by  an  accent  placed  over  it,  as  wi-i,  m-n  ;  but  in  «*-•',  and  m-n,  etc.,  t  and  n  refer 
to  the  orthodiagonal  axis.  Naumann  wrote  these  mPoo  y  and  m?«,  or  else  with  the 
accent  across  the  initial  letter  P.  The  minus  signs  are  used  in  the  same  way  as  by  Naumann 
(see  p.  76). 

Pinacotds. — As  in  the  orthorhombic  system,  there  are  three  pairs  of 
pinacoidal  plane6 :  the  base  O=0c  :b  :  a;  the  orthopinacoid,  parallel  to  the 
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ortho-axis  (S)  oo  c  :  oo  b  :  a,  or  i-i ;  and  the  clinqpinacoid,  parallel  to  the  in- 
clined axis  (a),  oo  c  :  b  :  oo  a,  or  i-i. 

In  the  solid  (f.  216)  or  diametral  prism  formed  of  these  three  pairs  of 
planeo,  the  four  vertical  edges  are  similar,  and  this  is  also  true  of  the  four 
edges  between  O  and  i-i.  On  the  other  hand,  the  four  remaining  edges  are 
of  two  sets ;  that  is,  the  edge  in  front  above  is  similar  to  the  edge  be- 
hind and  below,  for  the  angles  are  equal 
and  inclosed  by  similar  planes ;  but  these 
edges  are  not  similar  to  the  remaining 
two,  since,  though  the  planes  are  the 
same,  the  inclosed  angles  are  unequal  to 
the  former.  Further,  there  are  two  sets 
of  solid  angles,  two  in  front  and  two  dia- 
gonally opposite  behind,  being  alike  ob- 
tuse angles,  and  the  other  four  alike  and  acute. 

Prisma. — In  consequence  of  the  similarity  of  the  vertical  edges  of  the 
diametral  prism,  they  must  all  be  replaced  if  one  is  ;  this  is  done  by  the 

unit  prism  /(oo  c  :  b  :  0),  in  f.  215,  217. 

Of  the  other  prisms,  each  obviously  consist- 
ing of  four  planes,  there  are  two  series,  the 
orthodiagonal,  i~ny  and  clinodiagonal,  i-h, 
bearing  the  same  relation  to  each  other  as 
the  macro-  and  brachy-di agonal  prisms  iu 
the  orthorhombic  system,  in  fact,  the  same 
explanation  may  be  made  use  of  here.  Fig. 
217,  of  a  crystal  of  datolite  from  Toggiana, 
shows  the  pinacoid  planes,  as  also  the  unit 
prism,  /,  and  the  clinodiagonal  prism,  i-S. 

Clinodomes. — The  form  m-t  (mc  :  b  :  oc  a) 
includes  the  four  planes  parallel  to  the  clino- 
diagonal axis,  and  meeting  the  others  at  variable  distances.  They  are  analo- 
gous to  the  brachy domes  of  the  orthorhombic  system.  There  are  four  of 
these  planes,  because  the  two  axes,  c  and  b,  make  rectangular  intersections. 
This  is  also  seen  in  f.  218,  since,  as  has  been  remarked,  the  four  clino- 
diagonal edges  in  f .  215  are  similar,  and  hence  are  simultaneously  replaced 
by,  these  clinodomes. 
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Orthodomes.—Qi  the  general  form,  mc:  cob  :  a,  there  are  two  sets  of 
planes,  two  in  each,  both  of  which  are  alike  in  that  they  are  parallel  to  the 
vertical  (c)  and  orthodiagonal  (b)  axes  (see  f .  219).  They  are  unlike,  how 
ever,  in  that  two  are  opposite  an  obtuse  angle,  and  two  opposite  the  acute 
angle.     Consequently  these  two  pairs  of  planes  are  distinct,  and  must  occui 
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independently  of  each  other.  To  distinguish  between  them,  those  belonging 
to  the  obtuse  sectants  receive  the  minus  sign  (— m-i),  and  those  belonging 
to  the  acute  sectants  the  plus  sign  (+m-i),  f.  219.  This  same  point  is  illus- 
trated by  f .  220,  where,  as  has  been  remarked,  the  obtuse  edges,  above  in 
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front,  and  below  behind,  are  similar,  and  are  hence  replaced  by  planes  of 
the  —  mri  series,  while  the  remaining  two  (f.  221),  are  also  similar,  and  are 
replaced  by  +m-i  planes. 

Hemiroctahedrons. — The  same  distinction  of  plus  and  minus  belongs  to 
all  the  pyramidal  planes,  and  the  signs  are  used  in  the  same  way.  For 
each  form  there  are  only  four  similar  planes. 

The  m  series  is  that  of  the  unit  octahedrons,— properly  hemi-octahe- 
drons,  or  hemi-pyramids  +m  and  —  m.  The  form  made  up  of  +1  and  — 1 
is  seen  in  f .  223,  and  in  f .  222  the  same  planes  are  in  combination  with  the 
three  pinacoids. 

The  general  form,  +m-n,  —m-n,  and  +m-h,  —m-h^  give  each  four  simi- 
lar planes.  They  bear  exactly  the  same  relation  to  each  other  as  the  m-fi 
and  m-h  of  the  orthorhombic  system,  so  that  no  additional  explanation  is 
needed  here  in  regard  to  them. 

The  figure  (f.  217)  of  datolite  may  be  referred  to  for  illustrations  of  the 
different  forms  which  have  been  named.  There  are  here  three  different 
clinodomes  £-i,  2-i,  and  4-i,  each  comprising  four  planes ;  a  minus  hcmi- 
orthodome  (opposite  the  obtuse  angle),  — 2-i,  and  also  a  plus  orthodomo, 
+2-4  (these  two  planes  are  quite  distinct,  though  numerically  the  symbols  are 
the  same) ;  moreover,  of  hemi-octahedrons  of  the  unit  series,  there  arc  —4, 
— f,  and  +4,  +  2,  +i,  +  l,+4>  +t;  also  of  orthodiagonal  pyramids,  —4-2,* 
—6-3,  also  +2-2,  and  of  clinodiagonal  planes,  — 8-fc,  and  +  12-£.  A 
careful  study  of  a  few  such  figures,  especially  with  the  help  of  models,  will 
give  the  student  a  clear  idea  of  the  symmetry  of  this  system.  It  will  be 
noticed  that  all  the  planes  above  in  front  are  repeated  below  behind,  and 
those  below  in  front  appear  again  above  behind.  More  important  than 
this,  it  will  be  seen  that  the  clinodiagonal  diametral  plane  divides  the  crys- 
tal into  two  symmetrical  halves,  right  and  left;  in  other  words,  as  remarked 
later,  it  is  a  plane  of  symmetry. 

Ilemihedral  forms  occur  of  a  hennimorvhic  character,  in  which  the  planes 
about  the  opposite  extremities  of  the  orthodiagonal  axis  are  unlike  a  plane 
of  .one  or  more  hemi-pyramids  occurring  at  one,  without  that  corresponding 
at  the  other,  as  in  tartaric  acid,  ammonium  tartrate,  etc. 

With  many  monoclinic  crystals  the  obliquity  is  obvious  at  sight ;  but  with 
many  others  it  is  slight,  and  can  be  determined  only  by  exact  measurements. 
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Iivdatolitc  it  is  only  six  minutes.  The  character  of  the  symmetry  exhibits 
further  the  obliquity.  But,  as  6een  above,  both  +  and  —  planes  of  the  same 
value  do  occur  together,  and  "though  they  are  really  distinct  yet  they  may 
give  a  monoclinic  crystal  the  aspect  of  an  orthorhvmbie  crystal.  On  the 
other  hand,  true  orthorhombic  crystals  may  be  hemihedral,  and  thus  may  be 
monoclinic  in  the  character  of  the  symmetry  (p.  45). 

Variable  elements. — In  the  monoclinic  system,  the  only  element  which  is 
fixed  is  the  position  of  the  orthodiagonal  axis  (b)  at  right  angles  to  the  plane 
in  which  the  other  axes  must  lie.  The  lengths  of  these  axes  must  obviously 
be  assumed  in  the  same  way  as  in  the  preceding  system ;  but,  further  than 
this,  their  position  in  the  given  plane,  and  the  angle  they  make  with  each 
other,  are  both  arbitrary ;  in  other  words,  any  plane  in  the  zone  at  riorht 
angles  to  the  clinopinacoid  may  be  taken  as  the  base  (0)  and  any  other 
as  the  orthopinacoid  (i-i).  The  existence  of  a  prismatic  cleavage,  or  one 
parallel  to  a  plane  in  the  orthodiagonal  zone  often  points  to  the  planes  which 
are  really  to  be  considered  fundamental.  In  many  cases  it  is  considered 
desirable  to  assume  an  angle  near  90°  as  the  angle  of  obliquity,  so  as  to  show 
the  degree  of  divergence  from  the  rectangular  type.  It  need  hardly  he 
added  that  authorities  differ  widely  both  as  to  the  position  and  lengths 
given  to  the  axes  of  the  same  species. 

Plane  of  symmetry. — Monoclinic  crystals  have  but  one  plane  of  sym- 
metry, the  diametral  plane,  in  which  the  vertical  and  clinodiagonal  axes 
lie,  that  is,  the  plane  parallel  to  the  clinopinacoids.  The  maximum  num- 
ber of  similar  planes  for  any  form  is  four,  and  it  will  be  noticed  that 
there  is  no  single  form  which  alone  can  enclose  a  space,  or  form  a  geome- 
trical solid. 


VI.— TEICLINIC  SYSTEM. 


In  the  Triclintc  system  the  three  axes  are  unequal,  and  their  intersections 
are  mutually  oblique.  In  consequence  of  this  fact,  there  is  no  plane  of 
symmetry.  Only  diagonally  opposite  octants  are  similar ;  there  can  conse- 
quently be  only  two  planes  of  anyone  kind.  There  are  no  truncations  or 
bevelments,  and  no  interfacial  angles  of  90°,  135°,  or  120°.  The  prisms 
are  all  herni]>rit<ms,  and  the  octahedrons  tetarto-octahedrons. 

The  lateral  axes  are  called  the  macroduigonal  (£),  and  the  brachydiago- 
nal  {(H).     In  f.  225  the  diametral  prism  (made  up  of  three  pairs  of  different 
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planes)  is  represented,  and  in  f.  224  the  unit  prism.  To  the  latter  is  added 
(in  f.  226)  one  plane  —1  on  two  diagonally  opposite  edges,  which  are  two 
out  of  the  eight  of  the  unit  octahedron  (f.  227).     This  octahedron,  as  will 


Digitized  by 


Google 


MATHEMATICAL   CRYSTALLOGRAPHY. 


51 


be  seen,  is  made  up  of  four  sets  of  different  planes.  The  different  kinds 
of  planes  are  distinguished  by  the  long  or  short  mark  over  the  n  (ii  or  ft) 
and  also  by  giving  those  which  occur  in  the  right-hand  octants,  in  front, 
an  accent ;  those  above  (in  the  obtuse  octants)  are  minus,  and  the  others 
phis.  The  form  m-h  consequently  may  be  —m-hf,  or  —m~ri,  +m-4i\  or 
-rm-Ti ;  and  similarly  with  m-ii.  In  f.  228  the  unit  prism  is  combined  with 
a  hemidome  and  a  vertical  plane  parallel  to  the  brachydiagonal  section. 

The  forms,  although  oblique  in  every  direction,  may  still  be  closely 
similar  to  monoclinic  forms  of  related  species. 


Anorthite. 


Axinite. 


The  annexed  figures  are  of  triclinic  species.  In  f .  229,  of  anorthite,  of 
the  feldspar  group,  the  form  is  very  similar  to  those  of  the  monoclinic 
feldspar,  orthoclase ;  in  orthoclase,  O  on  the  brachydiagonal  (clinodiagonal) 
section  is  90°,  whence  it  is  monoclinic,  while  in  anorthite  this  angle  is  85° 
50',  or  4°  10'  from  90°,  and  this  is  the  principal  source  of  the  diversity  of 
angle  and  form.  / 

Fig.  230  represents  one  of  the  crystalline  forms  of  axinite,  nearly  all  of 
which  fail  of  any  special  monoclinic  habit. 


MATHEMATICAL  CRYSTALLOGKAPHY. 


Introductory  remark*  on  the  proper  symbol  of  each  plane  of  a  general 
crystalline  form. — Hitherto  the  symbol  mc  :  nb  :  a  has  been  employed  to 
express  the  general  position  of  all  the  planes  comprising  any  crystalline 
form,  and  it  has  been  shown  that  there  are  in  some  cases  forty- eight  similar 
planes  answering  to  the  general  symbol,  and  in  other  cases  only  two.  In 
order,  however,  to  express  the  exact  position  of  each  individual  plane  be- 
longing to  such  a  form,  it  becomes  necessary  to  resort  to  the  methods  of 
analytical  geometry.  As  shown  in  f.  231,  the  portions  of  the  axes,  when 
the  centre  is  the  starting  point,  which  lie  above,  to  the  right,  and  in  front 
of  the  centre,  are  called  plus  (+);  the  corresponding  portions  of  the  axes 
measured  from  the  centre  below,  to  the  left,  and  behind,  are  called,  for  the 
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sake  of  distinction,  minvs  (— ).  The  planes  of  the  first  quadrant  (see  also 
f.  232)  are  all  positive  (+);  the  planes  of  the  second  positive  (+)  with 
reference  to  the  axes  c  and  a,  but  negative  (— )  with  reference  to  b ;  in  the 


281 


third,  both  lateral  axes  are  negative  (— ) ;  in  the  fourth  quadrant  the  plane? 
are  positive  in  regard  to  o  and  J,  but  negative  with  respect  to  a.  The 
lower  quadrants  are  respectively  similar,  except  that  the  vertical  axis  is 
always  negative.  The  symbols  for  each  plane  of  the  orthorhombic 
octahedron  (f.  231),  taken  in  the  same  order,  will  be  as  follows  . 

Above,  +c  :  h-J  :  +a;  +c:  —b  :  +a;  +<s  :  —  b  :  —a;  -f  <? :  +  b  :  —a. 
Below,  —c  :  -hi :  +a;  —  c  :  —b  :  4-a;  —c  :  —b  :  —a;  —c:  +b  :  —a. 

The  hexoctahedron  (ma  :  na  :  a)  may  be  taken  as  another  example.  The 
general  symbol  of  the  form  of  f.  247,  p.  64,  is  3-f  (3^  :  fa  :  a),  but  the 
symbol  of  each  plane  is  distinct.  The  same  principle  applies  here  as  in  the 
other  case.  Several  of  the  planes  in  f.  247  are  numbered  to  allow  of 
convenient  reference  to  them  as  examples,  the  appropriate  symbols  are 
written  below ;  the  order  in  the  symbols  is  the  same  as  that  uniformly  used 
in  the  work :  1st,  the  vertical  axis  (c) ;  2d,  the  lateral  axis  extending  right 
and  left  (b) ;  and  3d,  the  lateral  axis,  in  front  and  behind  (a). 


c      b       a 

c          b     a 

1  =  Sa  :  |  a  :    a 

6  =      Sax       a\\a 

2  =  \a  :  Sa  :    a 

7  =  —3a  :      \a\    a 

3  =    a\Sa\\a 

8  =  —3a  :        a  :  f a 

4  =    a\\a\Sa 

9  =      \a  :  —3a  :    a 

5  =  \a  :    a  :  Sa 

10  =  —3a  :  —fa  :    a,  and  so  on 

It  will  be  evident  from  these  examples  that  to  express  the  position  of 
an  individual  plane  the  numbers  expressing  its  relations  to  the  three  axes 
must  all  be  regarded,  each  with  its  appropriate  sign ;  in  other  words,  the 
values  of  ?/i,  n,  r,  in  the  general  form,  mc  :  nb  :  ra,  must  all  be  given,  one 
of  them  being  unity;  m  always  refers  to  the  vertical  axis,  c;  n  to  the 
lateral  axis,  b ;  r  to  the  lateral  axis,  a ;  as  has  already  been  remarked,  a 
is  usually  made  the  unit  axis.  In  the  example  last  given  the  axes,  being 
all  equal,  are  all  called  a. 
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Reference  must  be  made  here  to  the  method  of  lettering  the  axes  adopted  in  this  work. 
The  usage  of  the  majority  of  anchors  is  followed,  and  the  subject  is  illustrated  in  the  fol- 
lowing table. 

Isometric.  Tctrag.  (Hwcaff.)         Orthnrhomblc,  Triclinia                   Monoclinic. 

vert.  1st.        vert,   macrodiag.  brachydiag.      vert,  orthodiag.  clinodiag. 
Common  usage.  ) 

This  work        V         a  m     c  a          b            I               &              e          b             d 
(Weiss,  Rose.)  ) 

Miller's  School,                               c  cab 

Mohs,  Naumann,          a               a  a  b               e 

Dans  (System  1868)     a               a  a  e              b 

It  is  certainly  very  desirable  to  indicate  to  which  axis  each  letter  refers  by  the  mark 
placed  above  it ;  in  doing  which,  we  follow  Klein's  EiiUeitwig  in,  die  KrystaUberechnung. 


}• 


DETERMINATION  OP  PLANES  BY  ZONES. 


The  subject  of  zones  has  been  briefly  explained  on  page  4,  and  various 
examples  have  been  pointed  out.  The  principle  is  one  of  the  highest  im- 
portance, both  practically,  since  it  gives  the  means  of  determining  the 
symbols  of  many  planes  without  calculation,  and  also  theoretically.  The 
Uw  of  zones,  which  states  simply  that  the  planes  of  a  crystal  lie  in  zones, 
is  one  of  the  most  important  or  the  science,  and  second  only  to  that  of  the 
rationality  of  the  indices.  The  planes  of  a  crystal  thus  may  be  said  to  be 
connected  together  by  these  zones,  a  single  plane  often  lying  in  a  large 
number  of  zones. 

Parallelism  in  the  combination  edges,  or  mutual  intersections  of  planes, 
is  based  upon  some  common  geometrical  ratio,  and  this  common  ratio  be- 
longs to  the  symbols  of  all  the  planes  of  the  zone. 

All  planes  which  lie  in  the  same  zone  will  give  exactly 
parallel  reflections  with  the  reflective  goniometer,  as  explained 
on  p.  87.  This  is  the  only  decisive  test,  and  when  possible 
should  be  made  use  of,  since  combination-edges  often  appear 
parallel  when  the  planes  forming  them  are  not  reaUy  in  the 
same  zone.  Furthermore,  inasmuch  as  parallel  intersections 
are  observed  between  planes  of  a  zone  only  when  they  actually 
intersect,  the  goniometer  may  often  Berve  to  detect  the  ex- 
istence of  zones  not  otherwise  manifest. 

In  f.  194,  p.  45,  the  planes  i-i,  i-2,  /",  i-S,  i-l,  all 
lie  in  a  vertical  zone,  and  they  are  all  obviously 
alike  in  this,  that  they  are  parallel  to  the  vertical 
axis ;  in  other  words,  the  common  value  c  =  oo  be- 
longs to  them  all.  Again,  in  the  zone  O,  1-i,  24, 
»-*,  etc.  (f.  197,  p.  43),  the  planes  are  alike  in  that 
they  are  all  parallel  to  the  brachydiagonal  axis  ;  in  other  words,  d  =  oo  is 
true  of  all  of  them.  Still  again,  the  pyramidal  planes  £,1,2  (f .  150,  p.  33), 
are  also  in  a  zone  between  O  and  /,  and  here  the  ratio  1  :  1  for  the  lateral 
axes  applies  to  all ;  also,  1-2,  2-2,  4-2,  are  in  a  zone  from  O  to  i-2,  and  for 
them  the  lateral  axes  have  the  ratio  1  :  2.  In  the  case  of  an  oblique  zone, 
as  i-f,  3-3,  2-5, 1,  etc.  (f.  233),  this  fact  is  less  evident  on  inspection,  but  is 
equally  true,  as  will  be  seen  later.     The  common  ratio  in  this  case  is  m=  r. 

Since  all  the  planes  of  a  zone  have  a  common  ratio,  which  has  been 
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shown  to  be  true  in  several  examples  but  also  admits  of  rigid  proof, 
it  is  evident  that  a  plane  which  lies  in  two  zones  has  its  position  deter- 
mined by  that  fact,  since  it  must  answer  to  two  known  conditions.  In 
other  words,  the  algebraic  equation  of  a  zone  is  known  when  the  parame- 
ters of  two  of  its  planes  are  given,  for  they  are  sufficient  to  determine  the 
common  ratio,  ana  by  combining  them  the  zone  equation  is  obtained ;  and 
further,  when  the  equations  of  two  zones  are  given,  combining  them  will 
give  the  equation,  that  is,  the  parameters,  of  the  plane  common  to  both. 

The  general  equation,  derived  from  Analytical  Geometry,  for  any  plane 
mc  :  rib  :  ra,  making  parallel  intersections  with  the  planes  m'c  \  n'o  :  r'a 
and  m"c  :  n"h  :  r"a  is, 

i     #    ;;        ,    L,L 

1 -i =  0;  m which, 

M  =  m'm"(nV'-n"r^\  JV=  n'n"  (r'?n"-r"m');  R  =  r'r"  {m'n"-m"nr). 

By  substituting  the  values  of  the  parameters  of  two  given  planes  for  m\ 
n\  r'y  and  ra",  n  ,  r"  in  the  zone  equation,  a  derived  equation  is  obtained 
which  expresses  the  relations  between  m,  n,  r  of  all  the  planes  of  the  zone. 
The  form  of  the  general  zone  equation  is  so  symmetrical  that  the  calcula- 
tions are  in  any  case  quickly  and  easily  made  by  a  method  analogous  to 
that  used  in  Miller's  system  (as  suggested  by  Prof.  J.  P.  Cooke).  If  we 
write  the  parameters  in  parallel  lines,  repeating  'the  first  two  terms,  we 
have 

m"  ,  n"  A  r"   A  m"   A  n" 

and  it  will  be  seen  that  the  coefficients  3f,  N,  R  are  found  by  multiplying 
together  the  parameters  in  the  manner  which  the  scheme  indicates. 

M=  m'm"  (n'r"-r'n").  ^V=  n'n"  (rW'-mV).  R  =  rV"  (m'n"-n'm"). 

Take,  for  example,  the  zone  of  planes  between  i-i  and  1  (f .  233).  For 
i-l,  m'  =  i,  nf  =  1,  r'  =  i ;  for  1,  m"  =  1,  n"  =  1,  r"  =  1  (i  =  oo ) ;  hence 
the  scheme  becomes 

i  ,  i  A  i  A  i  A  i 

and  for  the  several  values  of  the  coefficients 

M=i(l-i)=  -#.    l?=l(i-i)=0.    #  =  •(•- l)  =  fl 

This  reduces  the  zone  equation  tom  =  r  (after  dividing  by  i?  =  oo  *),  and 
to  this  all  the  planes  of  the  zone  conform.  So  also  for  the  zone  of  l-£,  /, 
3-},  1-i,  etc.,  in  f.  234.  The  parameters  of  the  plane  /  and  1-i  arranged  as 
above  give 

i     1     1    i     1 
1    i     1     1     i 

and  the  values  of  J/",  Jf}  R  are  —  **  —  i ,  and  +  V  respectively.  Hence  the 
zone  equation  becomes 

111 
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m 
and  if  r  =  1,  the  general  formula  n  =  — —7  is  derived.  Between  *  :  1 :  I  (/) 

and  1  :  i  :  1  (1-i)  the  values  of  n  are  positive,  as  with  the  series  of  planes 
i:U:l-i;  6<?:fJ:a;   5:£:1;4:£:1;  3:J:1; 
2:2:1;  f  :  3  : 1,  etc.,  1  :  *  :  1.    Between  1 :  i  :  1  334 

and  £  the  values  of  n  are  negative,  that  is,  are 
measured  on  the  back  half  of  the  axis  b ;  as,  for 
example,  $:  —  4 :  1 ;  }  :  --  3  :  1 ;  f :  —  2:1;  £ : 
—1  : 1.  As  thezoTie  continues  on  from  £  :  -— 1  : 1 
to  1 :  -  1  :  ±i  (14),  and  i  :  — 1 :  —1  (7),  the  unit 
axis  is  changed,  making  n  =  —  1.  The  zone  equa- 
—  m 

tion  then  becomes  r  = r,  the  values  of  r  being 

m— 1'  rt 

positive  between  £  :  —  1  :  1  and  1  :  —  1  :  ±  i,  and 

negative  between  1  :  —1 :  ±   *  and   i  :  —  1  :  —1. 

The  successive  planes  are  $  :  —1:2;  J:  —1:3; 

i:_l:4;    1:-1:±»;    |:-l:-4;   |:-l:-3;    ii  : -1  : -2,  etc. 

Both  figures  233  and  234  are  illustrations  of  this  zone. 

If  the  student  will  select  a  variety  of  examples  of  zones  from  the  figures  in  the  descriptive 
part  of  this  work,  and  will  apply  the  zone  equation  as  given  above  to  them,  paying  special 
attention  to  the  signs  of  the  parameters  of  each  plane,  he  will  soon  find  that  the  apparent 
difficulties  of  the  subject  disappear. 

EXHIBITION  OF  THE  ZONE-RELATIONS  OF  DIFFERENT  PLANES  BY  MEANS  OF  METHODS  OF 

PROJECTION. 

The  relations  of  the  different  planes  of  a  crystal  are  to  some  extent  exhi- 
bited graphically  in  such  figures  as  have  been  already  given.  Other  meth- 
ods, however,  are  used  which  have  special  advantages.  The  two  most 
important  are  briefly  mentioned  here. 

1.  Querhstedf  8  method  of  projection. — In  this  method  the  planes  of  a 
crystal  are  projected  upon  a  horizontal  plane,  usually 
that  of  the  base  (O).  Every  plane  is  regarded  as  pass- 
ing through  the  unit-length  of  the  axis  which  is  taken 
as  the  vertical ;  these  planes  consequently  appear  as 
straight  lines  intersecting  each  other  on  the  plane  of 
projection. 

The  following  are  examples.  In  f .  235,  of  galenite, 
there  are  present  the  planes  of  the  cube,  octahedron, 
dodecahedron,  and  tetragonal  trisoctahedron  J~$ .  In 
the  projection  (f .  236)  the  plane  of  the  paper  is  taken 
as  that  of  the  cubic  plane,  the  two  equal  lateral  axes  (a) 
are  shown  in  the  dotted  lines,  and  the  vertical  axis  is  perpendicular  to  the 
plane  of  the  paper  at  their  point  of  intersection.  Any  arbitrary  length  of 
the  lateral  axes,  as  ca,  is  taken  as  the  unit.  One  of  the  cubic  planes  coin- 
cides with  the  plane  of  the  paper,  and  the  others,  since  they  are  supposed 
to  pass  through  the  unit  point  of  the  vertical  axis,  coincide  with  the  projec- 
tions of  the  lateral  axes,  and  are  marked  H,  If. 

The  octahedral  planes  (1)  appear  as  lines  connecting  the  unit  lengths  of 
the  equal  lateral  axes ;  of  the  dodecahedral  planes,  four  pass  each  through 
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the  extremity  of  one  lateral  axis,  and  parallel  to  the  other,  and  four  others 
are  diagonal  lines  passing  through  the  centre ;  they  are  marked  i  in  the 
figure.  The  other  planes,  $-§,  when  passing  through  the  unit  point  of  the 
vertical  axis,  are  represented  by  the  symbols  1  :  f  :  1,  and  1  :  1 :  f,  and 
1 :  $  :  £,  in  the  first  quadrant,  ana  similarly  in  the  other  three. 


I   -V 

f        1                         t 

1  /     /  ) 

r                         . 

4u*         ^KS' 

^ 

7                  \ 

H..-\^._._.-._!!j 

/ 

\             v 

'0\ 

I                              1 

The  projection  of  the  first  of  these  planes  is  the  line  joining  the  points  x 
(ex  =  |  of  ca!)and  a* ;  that  of  the  second  plane  is  the  line  joining  the  points 
a1  and  y(cy  =  %  of  ca") ;  that  of  the  third  plane  is  the  line  joining  the  points 
zx  and  z%  (czl  =  rz '  --  $  of  ca).  The  same  method  is  followed  in  the  other 
quadrants,  the  twelve  lines,  lightly  drawn,  in  the  figure  are  the  projections 
of  the  twelve  corresponding  planes  of  the  form  8-|. 

Fig.  237.  238,  give  another  example  (topaz)  from 
the  orthorhombic  system.  The  dotted  lines,  a6  before 
(f.  238),  6how  the  lateral  axes  on  which  the  relative 
unit  lengths  of  b  and  a  belonging  to  this  species  have 
been  marked  off  Q>  =  1.892,  d  =  1).  The  four  lines 
passing  through  these  unit  points,  a  and  b,  are  the  pro- 
jections of  the  unit  octahedron  1.  The  unit  prism,  7, 
is  projected  in  lines  parallel  to  these,  and  passing 
through  the  centre.  The  prism  i-l  also  passes  through 
the  centre,  but  the  direction  is  that  of  a  line  joining 
the  unit  length  of  the  axis  b  with  two  times  that  of  &. 
The  symbol  of  the  octahedron  -f  ( =  $c  :  b :  a),  becomes, 
on  supposing  the  plane  to  pass  through  the  unit  point 
% b  :  ##,  and  it  is  consequently  projected  in  the  lines 
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joining  the  points  t  (ct  =  f  of  6b)y  and  8  (cs  =  f  of  ca).  The  symbol  of  the 
plane  $-2  (=  f  c  :  b  :  2a)  becomee,  on  the  same  condition,  c  :  $  J  :  |#,  and  its 
projection  lines  consequently  connect  the  points  t  (ct  =  $  of  cJ)  and  n  (ow 
—  |  of  ca).  The  same  method  is  followed  in  the  other  systems ;  in  the 
hexagonal  there  are  on  the  plane  of  projection  three  equal  lateral  axes 
cutting  each  other  at  angles  of  60°. 


jp           x  '  •  ^V           2^v*^^^l 

\s^^\S            ^^^     /        * 

^*S^^^V^^                ^^ 

^^  ^^^££^2^^ 

IsU/s^      p/ 

It  will  be  seen  from  these  examples  that  planes  in  a  zone  all  pass 
through  the  same  point  of  intersection;  as  inf.  234,  Oy  f-f,  1,  i(a*\  and, 
f .  237,  /,  i-2,  i-l  (6) ;  this  is  also  true  mathematically  of  the  planes  O,  1,  J, 
ly  whose  projections  are  parallel.  This  principle,  which  follows  immediately 
from  the  fact  stated  above  that  planes  in  a  zone  have  a  common  ratio  for  two 
of  the  axes,  is  very  important.  If  a  given  plane  lie  in  two  zones  its  projection 
must  necessarily  pass  through  the  two  points  of  intersections  which  belong 
to  each  of  these  respectively,  and  consequently  its  position  is  determined. 
The  plane  on  f.  237  which  has  no  written  symbol  for  instance,  lying  in 
the  zone  with  &  and  f ,  and  the  zone  with  1  and  $-2,  must,  when  projected, 
pass  through  the  intersection  point  (f.  238)  8  of  the  former  zone,  and  also 
through  v  that  of  the  second  zone.  The  plane  itself,  then,  is  one  which 
meets  the  vertical  axis  at  its  unit  length,  the  axis  b  obviously  at  an  infinite 
distance,  and  the  axis  a  at  a  distance  f  of  its  unit  length  ;  hence,  the  sym- 
bol is  c  :  oo  b  :  $a,  or  \c  :  c©  b  :  a  (f-i)  in  the  form  it  is  usually  written.  In 
many  cases  the  ratios  of  the  lateral  axes  are  obvious  at  sight,  as  here ;  in 
every  case,  however,  the  position  of  the  zonal  point,  and  of  the  two  points 
of  intersection  on  the  axes,  admits  of  exact  determination  by  a  series  of 
simple  equations. 

These  equations  it  is  unnecessary  to  add  here ;  reference  for  them  may 
be  made  to  Quenstedt's  Crystallography,  or  that  of  Klein,  mentioned  on 
p.  59.  This  method  is  of  so  general  use  and  of  so  easy  application  that 
every  student  should  be  familiar  with  it.  Its  advantages  are  that  it  leads 
to  a  clearer  comprehension  of  the  relations  of  the  different  forms,  showing 
immediately  all  the  zones  in  which  they  lie,  and  in  many  cases — without  the 
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use  of  equations — suffices  to  determine  the  symbols  of  an  unknown  plane, 
and  that  more  simply  than  by  the  use  of  the  zonal  equation.  The  general 
principles  contained  in  the  method  have  been  made  by  its  proposer  (Quen- 
stedt)  the  basis  of  an  ingenious  and  philosophical  system  of  Crystallography 
(Grundriss  der  bestimmenden  und  rechnenden  Krystallographie  von  Fr. 
Aug.  Qnenstedt,  Tubingen,  1873). 

2.  Spherical  projection  of  Neumann  and  Milter. — In  this  subject,  as 
viewed  by  Miller,  a  crystal  is  situated  within  a  sphere  so  that  the  centres  of 
the  two  coincide.  If  now  perpendiculars,  or  normals,  be  drawn  from  this 
centre  to  each  plane,  and  be  produced,  they  will  meet  the  surface  of  the 
sphere,  and  these  normal  points  will  determine  the  position  of  each  plane. 
If,  then,  this  sphere  is  regarded  as  projected  upon  a  Horizontal  plane  it  will 
appear  as  a  circle,  and  the  various  normal  points  will  occupy  each  its  pro- 
per position  on  or  within  this  circle.  This  will  be  made  more  clear  by  an 
example.  If  the  crystal  (f.  237)  be  supposed  to  occupy  the  centre  of  a 
sphere,  and  if  the  terminal  plane  coincide  with  the  plane  of  the  paper,  a 
normal  to  the  plane  O  will  meet  the  sphere  of  projection  at  the  central 
point  (f.  239) ;  the  planes  irl  at  the  points  indicated,  and  so  of  the  other 

planes  1,  f,  i-5,  etc. 
239  Two   principles  here    are   of 

fundamental  importance:  1st,  all 
planes  of  a  zone  have  their  nor- 
mals in  the  same  great  circle,  as 
i-l,  $ ,  |-i,  etc. ;  and  2d,  the  an- 
gles between  these  normal  points 
are  the  supplements  of  the  an- 

fles  between  the  actual  planes, 
'hese  having  been  stated,  it  will 
be  clear  at  once  that  the  calcula- 
tion of  the  angles  between  dif- 
ferent planes,  t.e.y  their  normals, 
becomes  merely  a  matter  of  solv- 
ing a  series  of  spherical  triangles 
in  which  some  parts  are  given 
and  others  obtained  by  calcula- 
tion. Upon  this  basis  a  system 
of  crystallography  was  construct- 
ed by  Miller  in  1839,  which,  as  further  developed  by  Grailich,  Schrauf, 
von  Lang  and  Maskelyne,  has  every  advautage  over  that  of  Naumann 
in  the  matter  of  facility  of  calculation  as  in  some  other  even  more  import- 
ant respects. 


ri^_\. 

filC- 7^ ■                        y9 

z      ^ ^Wi 

The  method  of  construction  of  the  circle  of  projection,  for  a  given  crystal,  is  in  most  < 
very  simple.  The  position  of  the  crystal  is  commonly  so  taken  that  the  prismatic  zone  is 
represented  by  the  circumference  of  the  circle,  and  the  position  of  the  normal-points  of  aU 
prismatic  planes  Ue  upon  it.  The  normal -points  of  the  pinacoid  planes  are  at  90°  from  one 
another  (the  macropinacoid  is  not  present  on  the  crystal,  f .  237).  The  two  corresponding 
diameters,  at  right  angles  to  each  other,  which  are  properly  the  projections  of  two  great  cir- 
cles, intersect  at  the  centre  the  normal-point  of  the  basal  plane,  0 ;  these  diameters  repre- 
sent respectively  the  macrodome  (m-l)  and  brachydome  On- 1)  zones  of  planes.  The  several 
positions  of  the  normal-points  of  the  prismatic  planes  are  determined  by  laying  off  the  tup- 
plement  angles  of  each  with  a  protractor ;  that  of  i-2  is  48°  25',  and  of  2J  62°  8£',  from  the 
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normal-point  of  t-f.  The  lines  drawn  between  i-2,  0,  and  *-2  (behind),  and  7,  0,  /'(behind) 
represent  the  zones  of  the  m-i  and  m  pyramids  respectively.  The  position  of  the  normal- 
points  of  a  dome  or  pyramid  upon  its  respective  zonal  line  (great  circle)  is  formed  by  laying 
off  from  the  centre  a  distance  equal  to  the  tangent  of  half  the  supplement  angle  of  the  given 
plane  on  0,  taking  the  radius  as  unity.  For  example,  0  A  $-*  =  126°  27',  hence  the  position 
of  the  required  normal-point  will  be  about  i  (.5046)  of  the  radius  measured  from  0. 

It  is  in  general  necessary  to  determine  in  this  way  the  normal-points  of  but  very  few  of 
the  planes,  since  those  of  the  others  are  given  by  the  zonal  connection  between  the  planes. 
Thus  in  this  case,  having  determined  in  the  way  explained  the  positions  of  the  points  i-i,  *-3, 
/,  and  |-t,  no  further  calculation  is  needed ;  the  point  of  intersection  of  the  great  circle 
joining  i-i,  j-i,  and  i-i,  and  that  joining  /,  0,  /,  is  the  normal- point  of  } ;  also  the  point  of 
intersection  of  the  great  circle  i-2,  f-i,  t-2  with  1,  0,  I,  is  the  normal-point  of  1,  and  with 
i-i,  0,  rf-2  that  of  J-5. 

The  method  explained  is  the  same  for  all  the  orthometric  systems ;  for  the  clinometric  sys- 
tems the  same  principle  is  made  use  of,  though  the  application  is  not  quite  so  simple,  since 
the  basal  plane  does  not  fall  at  the  centre  of  the  circle. 

In  the  system  of  Miller  the  general  form  of  the  symbol  is  hkl,  in  which  A,  k,  and  I  are 
always  whole  numbers,  and,  the  reciprocals  of  Naumann's  symbols.  To  translate  the  latter 
into  the  former  it  is  only  necessary  to  take  the  reciprocals  and  reduce  the  result  to  three 
whole  numbers  and  write  them  in  the  proper  order.  In  general,  for  m-n  (mc  :  lib  :  a), 
h  :  k  :  I  =  mn  :  m  :  n,  the  latter  expression  being  written  in  its  simplest  form,  and,  if  neces- 
sary, fractional  forms  must  be  reduced  to  whole  numbers  by  multiplication.     Conversely, 

from  hH  is  obtained  m=  -,  n  =    ,  and  hence,  —  —  -  =  m-n.     This  applies  to  all  the  sys- 

l  fC  9  ic 

terns  except  the  hexagonal,  where  a  special  process  is  required.     See  Appendix  (p.  i 


Methods  of  Calculation. 

In  mathematical  crystallography  there  are  three  problems  requiring 
solution :  1st,  The  determination  of  the  elements  of  the  crystallization  of 
a  species,  that  is,  the  lengths  and  mutual  inclination  of  the  axes ;  2d,  The 
determination  of  the  mutual  interfacial  angles  of  like  or  unlike  known 
planes ;  and  3d,  The  determination  of  the  symbols,  that  is,  values  of  the 
parameters  m  and  n  for  unknown  planes. 

This  whole  subject  has  been  exhaustively  discussed  by  Naumann  in  his  several  works  on 
crystallography.  (For  titles,  see  p.  iv.)  The  long  series  of  formulas  deduced  by  him  cover 
almost  every  case  which  can  arise.  In  the  present  place  the  matter  is  treated  briefly,  Bince 
for  all  ordinary  problems  in  crystallography  the  amount  of  mathematics  required  is  very 
small  This  is  especially  true  in  view  of  the  fact  that  a  large  part  of  unknown  planes  can 
be  determined  by  the  zonal  equation  already  given.  When  complicated  problems  do  arise, 
the  methods  of  spherical  trigonometry  (based  on  the  spherical  projection  of  Miller)  offer,  in 
the  opinion  of  most  crystallographers,  the  simplest  and  shortest  mode  of  solution.  It  is  be- 
lieved that  the  student  who  has  mastered  the  elements  of  the  subject,  after  the  method  of 
Naumann  here  followed,  will,  if  he  desire  to  go  further,  find  it  to  his  advantage  to  turn  to  the 
system  of  Miller,  referred  to  on  p.  58  (See  also  Appendix. )  The  formulas  given  under 
the  different  systems  in  the  foUowing  pages  are  mostly  those  of  Naumann,  and  it  has  been 
deemed  desirable  to  explain  at  length,  in  mo*t  cases,  the  methods  by  which  these  formulas 
are  deduced.  If  the  student  will  follow  these  explanations  through,  he  will  find  himself  in 
a  position  to  solve  more  difficult  problems  involving  similar  methods.  Spherical  triangles 
are  employed  in  most  cases,  as  early  used  by  Hausmann  (1813),  by  Naumann  (1820),  and 
others ;  and  carefully  explained  by  Von  Kobell  in  1867  (Zur  Berechnung  der  Krystallformen). 
The  same  methods  have  been  elaborated  by  Klein  (Einleitung  in  die  KryBtallberechnung, 
Stuttgart*  1875). 

THE  RATIO  OF  THE  TANGENTS  IN  RECTANGULAR  ZONES. 

Tangent  principle. — In  any  rectangular  zone  of  planes,  that  is,  a  zone 
lying  between  two  planes  at  right  angles  to  each  other,  one  of  them  being 
a  diametral  plane,  the  tangents  of  the  supplement  angles  made  with  this 
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diametral  plane  are  proportional  to  the  lengths  of  the  axis  corresponding 
to  it. 

Examples  of  rectangular  zones  are  afforded  by  the  zones  between  i-i  and 
i-e,  also  1  and  0,  f.  130,  and  /  and  0,  in  f.  208';  still  again  between  /  and 
O,  in  f.  167 ;  /  and  O,  also  i-2  and  O,  in  f .  150.  Int.  217,  the  zone  be- 
tween i-i  and  i\  and  0  and  ir\  as  also  the  zones  between  i-i  and  any  one  of 
the  orthodomes,  are  rectangular  zones,  but  not  the  zones  between  the  basal 
and  vertical  planes  (except  i-i),  nor  those  between  i-i  and  a  clinodome. 
The  truth  of  the  above  law  is  evident  from  the  accompanying  figures. 
If  the  angles  between  the  planes  e1,  <r,  e  (f .  240)  and 
the  basal  plane  O  are  given,  their  supplements  are  the 
angles  with  the  basal  diametral  section  a\  a8,  a8,  respec- 
tively (f.  241).  The  tangents  of  these  angles  are  the 
respective  lengths  of  the  vertical  axis,  corresponding 
to  each  plane,  as  seen  in  the  successive  triangles.  In 
each  case  we  have  b  tan  a  =  c,  and  hence,  tan  ax  :  tan 
a1 :  tan  a8  =  cl :  (?  :  c8. 

By  the  law  stated  on  p.  10,  the  ratio  of  the  axes  must 
have  some  simple  numerical  value.  In  other  words,  if 
&  be  taken  as  the  unit,  <?  and  <?  must  bear  some  simple 
ratio  to  it  (denoted  generally  by  m).  In  general,  if  a\ 
a2,  a8  are  the  supplement  angles  of  three  planes  of  a 
vertical  zone  upon  a  basal  plane,  then, 

tan  a1 :  tan  a2 :  tan  a8  =  mlc  :  m?c  :  m*c  =  m1 :  m% :  m*. 

This  is  true  as  well  for  the  pyramidal  planes  p\  jp2,  j?8, 
and  the  domes  d>,  cZ2,  d?  (f.  240).  This  principle  is 
most  commonly  applied  to  a  vertical  zone,  where  the 
angles  on  the  basal  plane  are  known,  and  the  value  of 
in  for  each  is  required  ;  it  applies,  however,  in  the  same 
way,  to  any  rectangular  zone. 

For  a  prismatic  zone,  if  the  supplement  angles  on  i-i 
are  given  =  71,  t2,  etc.,  then, 


0 


tan  71 :  tan  7* :  tan  7s  =  bl :  b2 :  J8  =  n1 :  n% 


n°. 


These  relations  nay  perhaps  be  made  more  clear  by  a  little  further 
explanation.  Suppose  a  plane  to  pass  through  the  vertical  axis  at 
right  angles  to  the  given  zone  0,  e\  e\  e3,  and  intersecting  it  in  the 
dotted  line  (see  also  f.  241).  A  similar  section  may  be  made  with  the 
planes  d1,  rf\  d",  or  with  p\  pa,  p*.  From  the  section  (f.  241),  the 
relation  of  the  vertical  axes  to  the  tangents  of  the  basal  angles  ib  at 
once  obvious.  It  will  be  seen  here  that  a1,  a*,  etc.,  are  not  only  the 
supplements  of  the  interfacial  angles  measured  on  0,  but  are  also 
equal  to  the  angles  measured  on  i-l  diminished  by  90°,  and  this  is  true  in  general.  It  will 
be  also  seen  that  the  angles  a1,  a1,  etc.,  may  be  obtained  from  the  angles  of  the  planes 
measured  on  each  other.  Thus,  given  el  A  0  =  180°— a1,  and  given  e1  A«*,  obviously  a2  (tup- 
plement  of  # A  0)  =  a»  +  (180°  -  ex /\#). 


USE  OF  SPHERICAL  TRIGONOMETRY. 


The  nse  of  a  spherical  triangle  often  simplifies  very  much  the  operation 
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of  calculating  the  various  angles  and  axial  ratios.     The  following  example 
will  exemplify  the  principle  involved.     Fig.  242  represents  a  square  octa- 
hedron of  zircon.    If  we  take  the  front 
solid  angle  of  the  octahedron  as  a  cen- 
tre, and  from  it  imagine  three  arcs  to 
be  described  with  any  radius — one  on 
the  octahedral  plane  B A,  another  on 
the  basal  section  67A,  and  a  third  on 
the  diametral   section  CB,   it   is   evi- 
dent that  a  spherical  triangle  will  be 
formed.     In  other  words,  the  point  a 
is   imagined  to   be   the   centre   of   a 
sphere  and  the  triangle  ABC  is  that 
portion  of  its  surface  included  between  the  three  planes  in  question. 
In  this  triangle  (f .  243)  the  successive  parts  are  as  follows  : 

C  =  the  angle  between  the  basal  and  vertical  diametral   sections ; 

here  90°. 
a  =  the  inclination  of  the  vertical  edge  on  the  lateral  axis. 
B=  the  semi- vertical  angle  of  the  octahedron  (=  £X). 
h  (the  hypothenusfc)  =  the  plane  angle  of  the  octahedral  face. 
A  =  the  semi-basal  angle  (=  \Z). 
b  =  the  inclination  \>i  the  basal  edge  on  the  lateral  axis. 

In  the  case  given,  i  =  45°,  since  in  this,  the  tetragonal  system,  the 
lateral  axes  are  equal  and  the  basal  edge  makes  an  angle  of  45°  with  each. 
Now  if  either  A  or  B  (that  is,  Xor  Z)  is  given  by  measurement,  two  parts 
in  the  triangle  will  be  known  and  the  others  can  be  rca  lily  calculated  as 
they  may  be  required.  Other  examples  will  be  found  in  the  pages  which 
follow. 


In  the  majority  of  oases  the  spherical  triangles  obtained  in  the  manner  described  are 
right-angled,  and  the  problems  resolve  themselves  into  the  solution  of  right-angled  spherical 
triangles.  In  performing  these  operations  practically,  the  Btudent  may  be  assisted  by  the 
foUowing  graphic  method  (used  by  Prof.  Cooke,  of  Harvard  University).  It  is  based  upon 
Napier's  rules,  which  are  familiar  to  every  student : 

In  a  right-angled  spherical  triangle  the  sine  of  any  part  is  equal  to  the  product  of  the 
cosines  of  the  opposite  parts,  or  the  proluct  of  the  tangents  of  the  adjacent  parts.  Here  it 
in  to  be  remembered  that  for  the  two  angles  and  hypothenuse  the  complements  are  to  be 
taken. 

The  problems  are  represented  graphically  as  foUows  :  In  the  case  given,  suppose  that  the 
basal  angle  (Z)  on  the  given  octahedron  has  been  measured  and  found  to  be  84°  19'  46 \  that 
is,  the  angle  A  =  \Z-  42°  9'  53%  and  hence  90°  -A  =  47°  50'  7'.  Then  the  parts  of  the 
triangle  may  be  written,  commencing  with  (7, 


b{4&>) 


903  (0) 
(90°  -  A) 


(90°  -  h). 


'    (90°  -B) 


If  B  is  required,  we  have  (for  zircon)  sin  (90°  —  B)  =  cos  45°  x  cos  47°  50'  V ; 
whence  #=61°  39'  47', 

and  the  vertical  angle  (X)  is  123°  19'  34". 

Also,  sin  45°  =  tan  a  x  tan  47g  50'  7', 

tan  a  =  0.640373  =  c,  the  vertical  i 
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For  convenience,  some  of  the  more  important  formulas  for  the  solution  of  spherical 
triangles  are  here  added. 
In  spherical  right  triangles  C  =  90°. 

_.      .      sina  .     _,     sin& 

Sin  A  =  ^-=r  sin  B  =  -r— ? 

sm  a  Bin  n 

_       .      tan  J  ^      tan  a 

Cos  4  =  - — =  cos  B  =  r r 

tanA  tan  A 

_       .      tana  _      tanft 

Tan-l=-7— r  tan  .5=  - — 

sm  b  sm  a 

a.  cos  J?  .  cos-4 

Sm  ,4  = r  sin  B  = 

cos  6  cos  a 

cos  A  =  cos  a  cos  5 
cos  h  =  cot  -4  cot  B 

In  oblique-angled  spherical  triangles  : 

(1)  Sin  A  :  sin  B  =  sin  a  :  sin  5 ; 

(2)  Cos  a  =  cos  6  cos  c  +  sin  b  sin  c  cos  ^1  • 

(3)  Cot  b  sin  e  =  cos  c  cos  A  +  sin  A  cot  2* ; 

(4)  Cos  A—  —  cos  2?  cos  C  +  sin  -0  sin  C  cos  a. 

In  calculation  it  is  often  more  convenient  to  use,  instead  of  the  latter  formulas,  those 
especially  arranged  for  logarithms,  which  will  be  found  in  any  of  the  many  books  devoted 
to  mathematical  formulas. 

Cosine  formula. — General  equation  for  the  inclination  of  two  planes  in 
the  orthometric  systems. 

Representing  the  parameters  of  any  plane  by  c  :  b  :  #,  and  also  of  any 
other  plane  by  c'  '  :a \af,  and  placing  IP  for  the  supplement  of  their 
mutual  inclination, 

n     W—         _        aa'bb'+cc'aa'+bb'cc'  

In  using  this  equation,  the  actual  values  of  the  parameters  are  to  be  sub- 
stituted for  the  letters.  For  the  planes  m-n,  m'~n',  in  the  same  octant,  in 
wh^ch  the  parameters  would  be  mc  :  nb  :  a,  and  m'c  :  n'b  :  a, 

mc,  nb,  a  are  substituted  severally  for  e,  £,  a. 
m'c,  n'b,  a  "  "         «cr,b',o'. 


I.  Isometric  System. 

The  equality  of  the  axes  in  the  Isometric  system  makes  it  unnecessary  to 
consider  them  in  the  calculations.  The  most  commonly  occurring  prob- 
lems are  the  determination  of  the  symbols  in  the  various  forms,  ?-/*,  m% 
m-m,  m-n  (f.  51,  54,  65,  69).  These  cases  will  be  considered  in  succession. 
In  all  but  the  last,  but  a  single  measurement  is  necessary. 

1.  Form  i-n,  tetrahexaliedron. — The  edges  are  of  two  kinds  (p.  18),  as 
A  and  (J  in  f.  244 ;  a  measurement  of  either  is  sufficient  to  determine  the 
value  of  7i.      (a)  Given  the  angle  of  the  edge  A.     Suppose  a  plane  to 
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pass  through  the  edge  A  and  the  adjoining  axis,  ac,  also  a  second  plane 
through  the  two  lateral  axes,  and  imagine  a  spherical  triangle  con- 
structed, as  explained  on  p.  61. 
This  triangle  (see  f.  244a)  is  right 
angled  at  C,  and  the  other  angles 
are  $A,  (half  the  measured  angle  of 
the  crystal)  and  45°,  respectively. 
Hence,  if  v  is  the  inclination  .of  the 
plane  on  the  lateral  axis,  atf, 

cos  v  =  cos  \A  t;2, 

and  tan  v  =  na  =  n. 

(b)  Suppose  the  angle  of  the  edge  C 

to  be  given.     In  the  plane  triangle 

(abc)  of  the  section  in  f.  244,  $()  + 

45°  +  v  =  180°,  or   v  =  135°-  %C, 

and,  as  before,  tan  v  =  n.     If  the  angle  of  two  opposite  planes,  meeting  at 

the  extremity  of  an  axis,  were  given,  naif  this  angle  would  be  the  angle  v. 

For  a  series  of  tetrahexahedrons  the  tangent  law  may  be  applied,  since 

they  form  a  zone  between  two  cubic  planes ;  the  dodecahedron  falls  in  this 

zone,  being  a  special  case  of  the  tetrahexahedron  where  n  =  1.     The  angle 

between  a  plane  i-n  and  the  adjoining  cubic  face  (U)  is  equal  to  v  +  90°, 

hence,  cot  M  =  n. 

2.  Form  ra,  trigonal  trwoctahedron. — The  edges  are  of  two  kinds,  A 
and  B.  (a)  If  the  angle  over  B  is  given,  suppose  a  diagonal  plane  to 
pass  through  the  vertical  axis  and  the  edge  A, 
meeting  the  planes,  as  indicated  in  the  figure. 
A  right-angled  plane  triangle  is  formed,  of  which 
the  basal  angle  is  equal  to  \B,  and  the  base  is 
the  diagonal  line  x.  Then  x  tan  i^_=  the 
vertical  side  of  the  triangle  (m#),but  x  =  V±  when 
a  =  1,  whence  tan  \BV±  =  ma  or  m.  (b)  If 
the  fi^iven  angle  is  that  of  the  edge  A,  place 
a  spherical  triangle  (ma),  as  indicated  in  the 
figure.  In  this  triangle  C=  90°  (for  the  diagonal 
ptane  is  perpendicular  to  the  plane  ra),  and  the 
other  angles  are  respectively  \A  (half  the  mea- 
sured angle)  and  60° ;  hence,  the  6ide  opposite 
\A  (=  the  angle  p)  is  obtained.  Further,  the 
angle  of  the  two  dotted  diagonals  (the  octahe- 
dral and  dodecahedral  axes)  is  35°  16'  (p.  16), 
whence,  %B  =  144°  44'  —  p,  and,  as  before, 
tan  \BV%  =  m.  See  further  the  following  case, 
are  thus : 

(a)  tan  \BV\=m. 

(b)  cos  p  =  2  cos  iAV$ ;    $B  =  144°  44'-/>. 

3.  Form  m-ra,  tetragonal  trisoctahedron. — Suppose  (a)  that  the  angle  of 
the  edge  B  is  given.     In  the  spherical  triangle  1,  in  f.  246,  C=  90°,  and 
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each  of  the  other  angles  equals  \B> 
(=  angle   v)  is  obtained,   and    tan 


v  =  m. 


Hence,  one  of  the  equal  sides 
(b)  If  the  angle  C  is  given, 
the  triangle  2,  in  f.  246,  is  employed ; 
here  one  angle  is  =  90°,  a  second 
=  60°,  and  the  third  =  £<7,  half 
the  measured  an^le  of  the  edge  C. 
The  side  of  the  triangle  =  the  angle 
p  is  calculated,  and,  as  in  the  preced- 
ing case,  f  =  144°  44'—/),  then  m+  1 
=  tan  £  V2. 

The  planes  m-m,  1,  ra,  form  a 
zone  between  the  cubic  and  dodeca- 
hedral  planes  as  f.  461,  p.  244,  to 
which  tne  tangent  law  may  be  often 
conveniently  applied.  The  form  m 
passes  into  the  octahedron  1  when 
m  =  1,  and  when  m  is  less  than 
unity  it  becomes  m~m,  as  explained 
on  p.  17. 

Since  these  planes  form  a  rectangular  zone  the  tangent  of  the  supple- 
ment angles  between  them  and  a  cubic  plane  are  proportional  to  the  values 
of  m  for  the  given  forms;  only  by  applying  this  principle  for  m-m,  the 

index   —  (=  —  :  1  :  1)  will    be    obtained,  which  is  equivalent  to  m-m 

mm'  '  ^ 

(=  1  :  m  :  m). 

The  general  equations  for  the  form  m-m  are : 


(a) 


C08 


247 


C08l> 


cos  v  =  cot  \B ;  tan  p  =  m. 
p  =  cotiCVi;  C=144°44'-p;  tan  ?V^2  =  m  +  1. 

4.  Form  m-n,  hexoctahedron. — The  edges  of 
the  hexoctahedron  are  of  three  kinds,  A,  B,  C 
(f.  247),  and  two  measurements  are,  in  general, 
needed  in  order  to  deduce  the  values  of  m 
and  n. 

(a)  Given  A  and  B.  In  the  oblique-angled 
spherical  triangle  I  (f.  247),  the  three  angles 
are  %A,  \B,  and  45°.  In  this  triangle,  the 
side  opposite  \A  (=  angle  v)  is  calculated,  and 
from  it  are  obtained  the  values  of  m  and  n, 
as  follows : 

= = — t-t> —  ;  tan  \B  sin  v  =  m ;  tan  v  =  n. 

sin  \B  '  *  * 


(5)  Given  A  and  C.  In  the  oblique-angled  triangle  II  (f.  247),  the  three 
angles  are  equal  respectively  to  \A,  £6',  and  60°  The  side  opposite  i A 
(=  angle  p)  is  calculated.  But  the  angle  between  the  diagonals,  that  is, 
the  octahedral  and  dodecahedral  axes,  is  35°  16',  and  the  third  angle  of 
the  triangle  is  f,  the  inclination  of  the  edge  G  on  the  dodecahedral  axis ; 
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hence,  £  =  144°  44'— p.  Again,  in  the  right-angled  triangle  III  (f.  247),  one 
angle  =  £6y,  and  the  adjacent  side  =  p,  whence  the  qther  side,  8  (the  in- 
clination of  the  edge  B  on  the  dodecahedral  axis),  is  oUtained  ;  v  =135°—  8, 
and  from  this,  as  above,  and  from  the  angle  p,  are  deduced  the  values  of 
m  and  n.     The  formulas  are : 

2  C08  JJ.  +  COS  \C      „        haao  AAf  s.         J>  -Vi.         i  rr 

cos  p  =  —  ._  ^  yy  a/_  — ;  £  =  144°  44  —p ;  tan  8  =  sm  J  tan  £<7. 


sin  i6r  V3 

i>  =  135°-8;  tani/  =  rc; 


W2 
rc  +  1 


tan  f=  m. 


(c)  Given  B  and  CI  In  the  right-angled  triangle,  III  (f.  247),  the  two 
angles  are  given,  equal  respectively  to  \B  and  \u.  From  the  triangle  is 
deduced  the  side  opposite  £67(=  angle  8  defined  before),  and  from  it  is 
obtained  v,  and  from  v  and  £i?,  the  values  of  m  and  ra,  as  in  the  first  case. 
The  formulas  are : 


*      cos  \C 
cos  5  =   .    I     ;  v  : 
sin  iB 


135°—  8 ;  tan  v  =  n\  tan  \B  sin  p  =  m. 


m 


If,  instead  of  m-n,  the  form  is  m r,  only  one  measurement  is  needed, 

and  the  process  is  simplified. 

When  the  angles  of  any  plane  m-n  on  two  cubic  planes  are  given,  their 
supplements  will  be  the  angles  of  the  plane  upon  the  corresponding 
diametral  sections,  and  from  them  the  values  of  m-n  may  be  readily  calcu- 
lated. Thus  (in  f.  248),  the  angles  of  a  given  plane  on  a  cubic  plane  at 
a*  will  be  the  supplement  of  its  angle  upon  the 
section  aV,  that  is,  the  angle  B  in  the  spherical 
triangle;  similarly,  the  angle  of  a  cubic  plane  at 
a1  will  be  the  supplement  of  its  angle  on  the 
section  aV,  the  angle  A  in  the  spherical  triangle. 
In  this  same  triangle  C  =  90°.  Hence,  the  sides 
opposite  A  and  B,  that  is,  the  inclinations  of  the 
two  edges  on  the  adjacent  axis,  may  be  calculated, 
and  this  axis  being  equal  to  unity,  their  tangents 
will  give  the  corresponding  lengths  of  the  other 
axes.  These  lengths  may  not  be  the  values  of  m 
and  n  in  the  form  in  which  the  symbol  is  generally 
written,  where  the  unit  axis  is  always  the  shortest, 
but  the  latter  are  immediately  deducible.  For  ex- 
ample, if  the  angles  here  mentioned  for  the  plane  numbered  4  (in  f .  247)  had 
been  measured,  the  values  of  the  axes  obtained  by  calculation,  when  the 
front  axis  is  the  unit,  would  be  i  and  %  respectively,  and  the  symbol,  hence, 
i  :  i  :  1,  which  is  equivalent  to  1 :  f  :  3,  or  m-n  =  3-f  for  the  general  form. 

Hemihedral  forms. — For  each  hemihedral  form  the  formulas  are  iden- 
tical with  those  already  given  for  the  corresponding  holohedral,  so  far  as 
the  edges  of  the  two  are  the  same.  For  example,  in  comparing  f.  69  and 
f.  87  it  is  6een  that  the  edges  A  and  G  are  the  same  in  both,  while  B  of 
the  holohedral  form  differs  from  B'  of  the  hemihedral.  The  formulas  re- 
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quired  to  cover  these  additional  cases  are  given  below,  they  are  obtained 
in  a  manner  similar  to  those  in  the  preceding  pages. 

Form  i(m),  f .  85.     Given  B'. 

cos  e  =  2  cos  £.5' V| ;  C=35°16'+€;  tan  fV|  =  wk 
Form  i(w-m),  f.  81.     Given  B. 

tan  iB'V2  =  m. 
Form  \{m-n\  f.  87.     {a)  Given  A'  and  B'. 

cos$B'  a      cosi4'  V2  V2 


sin  £J."  M      sin  £Z?' '  cot  a—  cot  /8 '  cot  a-h  cot  fi. 

(J)     Given  if'  and  C. 

cos  e  =  a<™**'  +  <™*g.  f  =  35°  16'+  6;  cot  8  =  tan  *C  sin  ?. 

sin  iC'VS 

tan  (8  +  45°)  =  n;  ^— ?  tan  £  =  w. 

Form  i[i-n],  f.  92.     Given  A!'. 

tan  \A"-=.  n. 

Form  [wi-n],  f.  100.    (a)    Given  A"  and  .B". 

cos  *J"  L  n  cos  £.4" 

- — t  o7>  =  cos  i; :  tan  v  =  n ;  rT>fr  =  tfi. 

sin  £i? '  *  '     cos  $B 

(b)    Given  A"  and  67" 

1  si  >a/t       *    r\          /i      cos  0^3  —  cos  \A" 
2eos£6r  v£  =  sin  0\  cos0  = : ~ — . 

BlU^i     v  2 

tan  (45°  +  6)  =  m  ;  sin  (45°  -f  0)  tan  £^L"=  r*. 

(<?)    Given  B"  and  <7". 

o  HT//*/T         •     iO  *        cos  tf  VTF  —  cos  ii?" 

2  cos  it/  VJ  =  sin  O ;  cos  o  = t=f — . 

sini#'V2 
tan  (45°+  8)  =  n;  sin  (45°  +5)  tan  i^g"  =  m. 

The  various  combinations  of  hole  hedral  and  hemihedral  forms  which 
may  occur  are  unlimited,  and  it  would  be  unwise  to  attempt  here  to  show 
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the  methods  of  working  them  out.  It  is  only  necessary  to  remark  that  the 
solution  can  generally  oe  readily  obtained  by  the  use  of  one  or  two  spheri- 
cal triangles  in  the  way  shown  in  the  preceding  cases. 

The  calculation  of  the  interfacial  angles  between  two  known  forms  can 
often  be  performed  by  the  formulas  already  given,  or  by  similar  methods. 
For  the  more  general  cases,  reference  must  be  made  to  the  cosine  formula, 
p.  62. 

Interfacial  Angles. — I.  Holohedral  Forms. 

The  following  are  some  of  the  angles  among  the  more  common  of 
Isometric  holohedral  forms;  adjacent  planes  are  to  be  understood,  unless 
it  is  stated  otherwise.  The  angles  A,  £,  C\  above,  are  those  over  the 
edges  so  lettered  in  the  figures  referred  to  (see  pp.  15-19),  or  over  the 
corresponding  edges  in  related  forms : 

If  A  H=  90°,  f.  38         1  A  3-2  =  160°  32',  f.  58  t}  A  *l,  A=  133°  49' 

//a  1  =  125  16',  £.  40,  41    1  A  3-3  =  150  80,  f.  57  i-j  a  *-f,  6',=  157  23 

H a  »  =  135,  f.  43,  45.      1  A  }  =  169  49  i-2  a  i-2,  4,=  143  8,  £.  65 

Ha  •-!=  146  19  1  A  2  =  164  12,  f.  58  i-2  a  *-2,  tf,=  143  8 

//  a  i-2  =  153  26,  f .  64       1  A  3  =  158  i-2  a  i-2,  ov.  top,  =  126  52 

7/ A  1-3  =  161  34  1  A  3-|  =  157  45  i-2  a  *-3  =  171  52 

H  A  H  =  133  19  1  A  4-2  =  151  52  i-2  a  2-2=  155  54 

Ha  If  =  136  45  1  A  5-J  =  151  25  »-3  a  *-3,  A,=  154  9.  £.  66 

Ha  2-2  =  144  44,  f.  55       *  A  »  =  120  f.  45  t-3  A  »-3,  0,=  126  52 
H  a  3-3  =  154  46           i  A  i,  ov.  top,  =  90        2  A  2,  A,=  152  44,151 
H  a  t,  ov.  1,=  115  14       i  A  H  =  167  42  2  a  2,  £,=  141  3* 

if  A  2,  "  =109  28,  f.  52   i  A  *-2  =  161  34,  f.  68      8  a  8,  A,=  142  8 

1/A3,  "   =108  16        iAt-3  =  153  26  3  A  3,#,=  153  28* 

H  a  3-|  =  143  18,  f.  70       i  a  2-2  =  150  3- J,  A,  =  158  13,  f,  69 

H  a  4-2  =  150  48  t  A  3-|  =  160  54  8-|,  #,=  149 

H  A  5-|  =  147  41  i  A  3-8  =  148  81  3-|,  C,  =  158  18 

I  a  1  =  109  28,  f.  42        *  A  4-1  =  166  6  4-2,  A,=  162  15 

1  a  1.  top,=  70  32  i  A  5-J  =  162  58*  4-2,  J?,=  154  47* 

1  A  i=  144  44,  f.  47  2-2  A  2-2,  B,=  131  49,  I  54  4-2,  C,=  144  3 

1  a  t-l  =  143  11  2-2  a  2-2,  C,=  146  27  5-J,  A,=  152  20 

1  A  i-2  =  140  16,  t  67  2-2  A  2-2,  ov.  top. =109  28  5-$,  By=  160  32 

1  A  t-3  =  136  54  8-3  A  3-8,  #  =  144  54,  £.  61  5-J,  C,=  152  20 

1  A  H  =  168  41  8-8  A  3-3,  C,=  129  31 


II.  Hemihedral  Forms. 
The  following  are  the  angles  for  the  corresponding  hemihedral  forms : 

1  A  1  =  70°  32',  f.  76,  76a    3-8  a  3-3,  <?,=  184°  2'  i-3  A  »-3,  ff,=  107°  27*' 

I  a  t,  A,=  162  m  8-1  A  8-f,  Ay=  158  18,  f.  87  4-2  a  4-2,  A,=  128  15 

1  A  h  *=  82  10        8- $  A  3- },  5,=  110  55*  4-2  a  4-2,  P,=  154  47* 

2  a  2,  4,=  152  44, 1  85   8-}  A  8-*,  6',=  158  13  4-2  A  4-2,  C\=  131  49 

2  a  2,  £,=  90  4-2  a  4-2,  A,=  162  15  3- J  A  3- J,  A,=  115  23,  f.  100 

3  A  3,  A,=  142  8        4-2  a  4-2,  #,=  124  51  3*  a  8-1,  J?,=  149 

3  A  3,  Z?,=  99  5         4-2  A  4-2,  C,=  144  8  8-f  A  3-f,  C',=  141  47 

H  A  H,  5,=  93  22       t-i  A  H,  A=  112  87  5-J  A  5-J,  4,=  119  3* 

HaH,  C,=  160  15       *}A»-J,  tf,=  117  29  5-J  A  5-},  B,=  160  32 

2  2  a  2-2,  #,=  109  28,  f.  81  t-2  a  *-2,  A%=  126  52,  f.  92, 93  5-J  A  5-},  C,=  181  5 
2-2  a  2-2,  C?,=  146  26*      *-2  a  »-2,  6T,=  113  35 
3-3  a  3-8,  tf,=  124  7       *-8  A  t-3,  Ay=  143  8 

In  the  forms  i-f ,  i-2  (f .  92),  i-3,  i-4,  J.  is  the  angle  at  the  longer  edge, 
and  C  that  at  either  of  the  others. 
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IL — Tetragonal  System. 

In  the  Tetragonal  system,  as  has  been  fully  explained  (p.  30),  the  length  of 
the  vertical  axis  is  variable,  and  must  be  determined  for  each  species.  If  the 
length  of  c  is  known,  then  it  may  be  required  to  determine  the  symbols  of 
certain  planes  by  means  of  measured  angles.  These  two  problems  are  in  a 
measure  complementary  to  each  other,  and  the  same  methods  will  give  a 
solution  to  either  case.  (For  figures  of  the  forms  see  pages  27  and  28.) 
The  calculation  of  the  interf aeial  angles  can  be  performed  by  similar 
methods  or  by  the  cosine  f  orraula. 

1.  Form  m. — The  edges  are  of  two  kinds,  pyramidal  X,  and  basal  Z. 
If  either  angle  is  known,  the  angle  a,  which  is  the  inclination  of  the  edge 
X  on  the  lateral  axis,  may  be  calculated  by  the  spherical  triangle,  as  m 
f.  242,  243.  (Compare  the  explanation  of  this  case,  p.  62.)  Obviously  in 
the  plane  right-angled  triangle  formed  by  the  two  axes  and  the  edge  X, 
tan  a  =  mo  (since  a  =  1).  If  <?is  known,  then  m  is  determined  ;  and,  con- 
versely, a  value  being  assumed  for  m,  in  the  special  case,  6  is  given  by  the 
calculation.     The  general  formulas  are  : 

cot  £X=  sin  a,  or  tan  \Z  V  •£  =  tan  a ;  then  tan  a  =  mo. 

2.  Form  m-i. — (a)  Given  the  angle  Z,  me  is  found  immediately  ;  the 
solution  is  obvious,  for  in  the  section  indicated  by 
the  dotted  line  (f.  249),  %Z=a,  and  the  tangent  of 
this  angle  is  equal  to  the  vertical  axis,  (b)  Given 
the  angle  Y.  A  spherical  triangle  placed  as  in 
f.  249,  nas  one  angle  =  ^Z,  a  second  =  45°,  and 
the  third  =  90°,  whence  the  side  opposite  \  Y  is 
calculated,  which  is  the  complement  of  a. 

The  general  formulas,  which  may  serve  to  de- 
duce the  value  of  m,  when  c  is  given,  or  the  con- 
verse, are: 


cos  iYV2  =  sin  a,  or  tan  \Z  =  tan  a,  and  tan  a  = 


mo. 


If  a  series  of  square  octahedrons  m,  or  m~i,  occur  in  a  vertical  zone,  their 
symbols  may  be  calculated  in  both  cases  alike  by  the  law  of  the  tangents, 
tne  angles  of  the  planes  on  O,  or  on  7,  or  i-%  respectively,  being  given. 
(See  p.  60.)  # 

3.  Form  i-n. — For  the  angle  of  the  edge  X(f.  109,  p.  26),  at  the  extrem- 
ity of  a  lateral  axis,  tan  \X  =  n.  From  the  angle  of  the  other  edge  Y> 
we  have  iX  =  135°-  \Y\  and  hence,  tan  (135°-  \Y)  =  n. 

4.  Form  m-n. — The  edges  are  of  three  kinds,  X,  Y9  Z(f.  250),  and  two 
angles  must  be  given  in  tne  general  case  to  determine  in  and  n. 

(a)  Given  Jf  and  Z.  A  spherical  triangle  having  its  vertices  on  the  edges 
X  and  Z,  and  the  lateral  axis,  as  1,  f.  250,  will  have  two  of  its  angles  equal 
to£X,  4Z,  respectively,  and  the  third  equal  to  90°.  The  solution  of  this 
triangle  gives  the  sides,  viz.,  a  and  i/,  the  inclinations  of  the  edges  X  and 
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Z^  respectively,  on  the  lateral  axis.     The  tangents  of  these  angles  give  the 
values  of  m  and  n.     The  formulas  are  as  follows : 


co&iZ   _ 


sin  %X 


=  cos  a,  tan  a  =  mc 


cos  \X  . 

;  - — f^r-  =  cos  v.  tan  1/  =  n. 
sin  £Z 


(J)  Given  Y  and  Z.  In  a  second  triangle  placed  as  indicated  (2,  f .  250), 
two  of  the  angles  are  J  JTand  \Z  respectively, 
and  the  third  is  90°,  The  solution  of  this  second 
triangle  gives  8,  the  inclination  of  the  edge  Z 
on  the  diagonal  axis,  from  which,  in  the  plane 
triangle  we  have  v  =  135°  —  8,  and  from  v  is  ob- 
tained n.  Still  again  from  the  triangle  1  (f.  250), 
and  its  solution  used  in  the  preceding  case,  having 
given  Z  and  i/,  a  is  obtained,  and  from  it  m  ; 
as  by  the  following  formulas  : 

C08*/T  =  cos  8,  v  =  135°-S,  tan  j/  =  n  ; 
sin  £Z 

tan  \Z  sin  j;  =  tan  a  =  m& 

(<?)  Given  ^and  Y.  A  third  triangle,  numbered  3  in  the  figure,  has  two 
of  the  angles  equal  to  JXand  i  Y  respectively,  and  the  third  is  45°.  Solv- 
ing this  oblique-angled  triangle,  the  angle  of  the  inclination  of  the  edge  Y 
on  the  vertical  axis  is  obtained,  and  its  complement  is  the  angle  €,  the  in- 
clination of  the  edge  T~on  the  diagonal  axis;  from  e  and  $  Y  are  obtained, 
by  triangle  2,  8,  and  thence,  as  above,  n\  and  finally,  from  Xand  j/,  is 
obtained  a,  and  from  that  the  value  of  m.  The  simplified  formulas  are  as 
follows  : 

coeiFV^  H       . 

—  ~     i  ■  Bin  a  =  n  cot  $ £y  tan  a  =  mo. 


cos  \X 


=  71-1 


Pyramids  of  the  general  symbol  1-n,  m-m,  etc.,  are  especial  cases  of  the 
preceding,  the  processes  being  for  them,  however,  somewhat  simplified.  A 
single  measurement  is  sufficient. 


III.  Hexagonal  System. 

In  the  Hexagonal  system  there  are  three  equal  lateral  axes  (a)  inter- 
secting at  angles  of  60°,  and  a  fourth  vertical  axis  (c)  at  right  angles  to 
the  plane  of  the  others.  Taking  a  =  1,  there  remains  but  one  un Known 
quantity  in  the  elements  of  a  crystal,  that  is  the  length  of  f,  and  a 
single  measurement  is  sufficient  to  determine  this.  The  relations  of  tin* 
three  lateral  axes  have  been  explained  on  p.  32. 

The  hexagonal  system  is  closely  allied  to  the  tetragonal,  and  optically 
they  are  identical,  as  is  shown  beyond. 

Schrauf  refers  all  hexagonal  forms  to  two  lateral  axes  crossing  at  right 
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angles  and  a»vertical  axis,  in  order  to  show  this  relation.  According  to  him,  in 
this  system,  the  axes  are  c  :  aVs  :  a  ;  in  the  tetragonal  they  are  c  :  a  :  a. 
Miller's  school,  on  the  contrary,  employ  three  equal  axes,  making  equal 
angles  with  each  other,  and  each  normal  to  a  face  of  the  fundamental  rhom- 
bohedron.  In  each  of  these  methods  a  holohedral  form,  for  instance  a 
hexagonal  pyramid,  is  considered  as  made  up  of  two  sets  of  forms,  having 
different  indices. 


A. — Holohedral  Forms. 

1.  Form  m :  hexagonal  pyramid,  first  series. — Suppose  a  spherical  trian- 
gle, inscribed  in  f .  148,  p.  33,  having  its  vertices  upon  the  edges  X  and  Z, 
and  the  corresponding  lateral  axis  respectively,  similar  to  the  triangle  of 
f .  242.     This  will  be  a  right-angled  triangle. 

(a)  When  the  angle  of  the  edge  X  is  given,  then  f ,  the  inclination  of  the 
edge  X  upon  the  adjoining  lateral  axis,  is  calculated  : 

sin  f  =  cot  \X  V3,  and  tan  f  =  mc,  or  =  <?,  the  vertical  axis,  when  m  =  1. 

(b)  Given  the  angle  Z. 

tan  i  Z  y/\  =  mc,  or  =  c  when  m  =  1. 

2.  Form  m-2 :  hexagonal  pyramid,  second  series. — These  pyramids  bear 
the  same  relation  to  those  of  the  in  series  as  the  mi  octahedrons  to  m  octa- 
hedrons of  the  tetragonal  system.  (Compare  f.  112, 146.)  The  methods  of 
calculation  are  similar  (f.  249.)  The  edges  are  of  two  kinds,  vertical  JTand 
basal  Z. 

(a)  Given  the  angle  Y. 

2  cos  i  T  =  sin  JZ,  and  tan  \Z  —  mc,  or  c  when  m  =  1. 

(b)  Given  the  angle  Z.     Then  simply 

tan  \Z  =  mc. 

3.  Form  i-n:  dihexagonal  prism. — The  vertical  edges  are  of  two  kinds, 
axial  2f,  and  diagonal  i\  the  solution  in  either  case  is  by  means  of  a  plane 
triangle,  in  a  cross-section  analogous  to  that  of  f.  146. 


(a)  Given  X. 

(b)  Given  T. 


tan  iX^  = 


2-rc 


tan  iYVH  =  2±J 
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4.  Form  m-n :  dihexagonal  pyramid. — The   edges  (f.  251)   are  of  three 
kinds, X and  Y  terminal,  and  Z  basal;  measurements  of 
two  of  these  are  required  to  give  the  values  of  m  and 
n  ;  this  is  analogous  to  the  calculation  for  the  form  m-n 
in  the  preceding  system. 

(a)  Given  JEand  Z.  In  a  spherical  triangle  having  its 
vertices  on  the  edges  X  and  Z,  and  the  adjoining  lat- 
eral axis  respectively,  two  angles  are  given.  If  v  =  the 
inclination  of  the  edge  Z  upon  the  lateral  axis  (the  side 
of  the  spherical  triangle  opposite  the  angle  \X ),  then 

cos  v  =  ^  igi  n  —  i  =  tan  (»  —  30°)  Vj ;  tan  \Z sin  v  =  mc. 

(b)  Given  Y  and  Z.  The  right-angled  spherical  triangle  has  its  vertices 
on  the  edges  Y  and  Z  and  the  diagonal  axis.  If  8  =  the  inclination  of 
the  edge  &  upon  this  diagonal  lateral  axis,  then  : 

cos  A  Y  ,— 

cos 8  =     .    \7  ;  but  7i  -  i  =  tan  (120°-  S)  Vi, 
sin  "2^ 

also 

(150°—  S)  =  y ;  and,  as  before,  tan  \Z  sin  1/  =  mc. 

(c)  Given  X  and  Y.  In  the  oblique-angled  spherical  triangle,  with  its 
vertices  upon  the  edges  X  and  Y  and  the  vertical  axis,  the  three  angles 
are  known,  viz.,  \X,  iY,  and  30°,  hence : 

2-n  _    cos  jX^. 
n—  1  cos  £1^ 

Further,  if  f  =  the  angle  of  inclination  of  the  edge  X  upon  a  lateral 
axis,  that  is,  the  complement  of  the  same  edge  upon  the  vertical  axis  (the 
side  of  the  spherical  triangle  opposite  the  angle  iY), 

V3 

sin  £  =  n cot  iX,  and  tan  f  =  mc. 

2  —  n 

If  the  pyramid  m-n  takes  the  form  m ,  as  determined  by  its  zonal 

m— 1 

relations,   the  calculations  are    simplified,    since  one  unknown   quantity 

only,  m,  has  to  be  determined,  and  one  measurement  is  sufficient. 


B. — Rhombohedral  Division. 

The  relation  of  the  rhombohedrons  and  scalenohedrons  to  the  true  hexa- 
gonal forms  has  been  made  clear  in  another  place.  The  rhombohedron  is 
the  hemihedral  form  of  the  hexagonal  pyramid  my  and  its  symbol  is  writ- 
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ten   _-  ,  or  usually  mR.     The  scalenohedron  is  the  corresponding  hemihe- 

dral  form  of  the  twelve-sided  pyramid,  and  its  symbol  is  written  i(m-n)  or 
m'Rnf.  The  latter  symbol,  proposed  by  Naumann,  has  reference  to  the 
rhombohedron  whose  lateral  edge  corresponds  to  the  edge  X  of  the  given 
scalenohedron. 

The  formulas  given  by  Naumann  for  reducing  the  symbol  i(m-n)  to  the 
form  m'li*'  are  as  follows  : 


m' 


m(2—n)        ,     , 

=  — ^ \  and  n  = 

n 


n 


n 


For  the  converse,  to  reduce  m'ft*'  to  the  form  \{m-n\ 


m  =  mn  and  n  =     /   ,    ^ 
n  '  +  1 

Rhombohedrons,  mR. — The  methods  of  calculation  are  simple,  and 
will  be  understood  from  f .  252.  The  edges  are  of 
two  kinds,  X  and  Z,  and  their  relation  is  such  that 
the  corresponding  angles  are  the  supplements  of 
each  other. 

Given  the  angle  of  the  edge  X.     A  spherical 
iangle  is  placed,  as  indicated  by  ABO,\n  f.  252, 


trian^ 

with  Its  vertices  respectively  on  the  edge  Xy  the 
vertical  axis,  and  the  diagonal  of  the  rhombohe- 
dral  face.     In  this  triangle  A  =  iX,  B  =  60°, 

and  0=  90°,  but  cos  a  =   ^  =   cos  *^; 

'  sin^  811160°' 

here  a  is  the   inclination   of  the  diagonal   line 

upon  the  vertical  axis,  that  is,  the  complement  of 

a,  its  inclination  upon  the  basal  section.     Now  in  the  plane  triangle  abc, 

where  ac  =  the  lateral  axis  =  1,  ah  =  Vj,  hence,  tan  a  Vi  =  mc9  or  =  c, 

the  vertical  axis  of  the  rhombohedron,  when  m  =  1. 

The  general  formulas  are  then  : 


sin  a  = 


cos  \X 


sin  60 


■q  ,  and  tan  a  Vf  = 


mc. 


Obviously,  when  the  angle  of  R  (or  mR)  upon  the  basal  plane  0  can  be 
measured,  the  supplement  of  this  is  the  angle  a.     Similarly  the  angle  R  A 1 

In  a  series  of  rhombohedrons  in  a  vertical  zone,  the  tangent  law  can  be 
advantageously  applied.  Attention  must  also  be  called  to  the  zonal  relations 
of  certain  -f-  and  —  rhombohedrons,  remarked  on  p.  36 ;  these  relations 
may  be  conveniently  shown  by  means  of  Quenstedt's  method  of  projection. 
^  2.  SeaJenohedrons,  mR71. — As  seen  in  f.  171,  p.  37,  the  edges  are  of  three 
kinds,  Xy  Y,  Z,  and  two  angles,  must  in  general  be  measured  to  allow  of 
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the  determination  of  m  and  ft.    The  methods  of  calculation  are  not  alto- 
gether simple.    The  following  equations  are  from  Naumann. 

(a)  Given  Xand  Y. 

n  is  found  from  ^±1  =  22?*J;   further,  sin  \Z  =  —,  cos  \X. 
ft  -  1       cosiJT'  '  n  +  * 

also, 

cos  £'  =  — 17="'  an<i  cot  f '  ^  =  mo. 
(V)  Given  X  and  Z. 

2ft  sin  $Z  fc,       tan  \Z  .  ,- 

(<?)  Given  Zand  Z. 

2n  sin  \Z  fc,         tan  iZ       ,         fc,  ,— 

^=-1=  -33T4T5     coBf=  -j^p«idootrV8  =  m«. 

If  m,  that  is  the  inscribed  rhombohedron,  is  known,  one  measurement 
will  give  the  value  of  ft.  Z'  =  basal  edge  of  the  inscribed  rhombohedron 
(care  must  be  taken  to  note  whether  <j>  is  obtuse  or  acute). 

(d)  Given  X.  sin  <f>  =  2  cos  £X  cos  \Z'. 

tan  (<£-■££')  cot  iZ'  =  ft. 

(e)  Given  Y.  sin  <f>  =  2  cos  ^Fcos  £Z'. 

tan(^+iZ)coti^  =  ft. 
(/)  Given  Z.  tan  £Z,  cot  \Z'  =  ft. 

If  ft  is  known.     From  X,  we  have  sin  *Z  =  cos  \X :    then,   as 

ft+1 

under  (a).     From  Z",  sin  £Z  =  — —  cos  ^Z,  and  then  as  above.    From  Z, 

ft-1 
cos  f '  is  obtained  as  under  (a),  and  then  mo. 


IV.  Orthorhombio  System. 

Of  the  three  rectangular  axes  in  the  Orthorhombic  system,  one  is  always 
taken  equal  to  unity,  in  this  work  the  shortest  (&).  This  leaves  two 
unknown  quantities  to  be  determined  for  each  species,  namely,  the  lengths 
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of  the  axes  c  and  J,  expressed  in  terms  of  the  unit  axis  d,  and  for  this 
end  two  independent  measurements  are  required.  The  simpler  cases  are 
considered  here. 


Calculation  of  the  Length*  of  the  Axes. 

Let   a  =  the  inclination  of  the  edge  Z  to  the  axis  d  (f .  253). 
8  =  the  inclination  of  the  edge  X  to  the  axis  d. 
7  =  the  inclination  of  the  edge  Y  to  the  axis  b. 

From  the  plane  triangle  formed  by  each  edge  and  the  axes  adjacent 
(f.  253, 254)  the  following  relations  are  deduced,  when  4=1: 

Given  a  and  /8,     tan  /8  =  c  and  _tan  a  =  2. 

Given  a  and  7,      tan  a  =  b,  and  b  tan  7  =  4 

3)  Given  &  and  7,      tan  £  =  c,  and  c  cot  7  =  £. 


2£ 

^5 

XI 

X^^^y^; 

jBL- f~ -^ 

>/  «\ 

^s^        >^y^ 

^v^^^  \ 

r 

The  angles  a,  ft  7  are  often  given  direct  by  measurement;  for,  obviously 
(f.  254,  255), 

a  =  the  semi -prismatic  angle  I N  /(over  i-i). 

{J  =  the  semi-basal  angle  of  1-i  A  1-i. 

7  =  the  semi-basal  angle  of  1-iA  1-2. 

Also  /  a  i-i  =  a  +  90°  ;  1-i  A  £i  =  £  +  90°  ;  li  A  (9  =  180°— £,  etc. 

From  the  octahedron  (f.  253),  the  angles  a,  )8,  7  are  calculated  immedi- 
ately by  the  following  formulas,  and  from  them  the  length  of  the  axes  as 
above. 

(a)  Given  X  and  Z  (spherical  triangle  I,  f .  253), 


cos 


cos  \X .  ^  o  _    c°s  $Z 

a  =      .    fy     cos  £  =     .    ^y- 
sin  £Z  sin  J  Jl 


(5)  Given  I" and  Z  (spherical  triangle  II,  f.  253), 

cos  £  Y  cos  4Z 

sin  a  =      .    »   -  ;  cos  7  =  -^--p~. 
sin  £Z  sin  t-T 

(c)  Given  X  and  Y  (spherical  triangle  III,  f .  253), 

.     o       cos  \Y     .  cos  i X 

sin  0  =  — r—£-«.;  sin  7  =    .     °w 
sin£X  sin  Jx 
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If  any  one  of  the  angles  a,  ft,  or  7  is  given,  as  from  the  measurement  of 
a  prism  or  dome,  and  also  any  one  of  the  angles  of  the  octahedral  edges  X, 
1,  or  Z,  a  second  of  the  former  angles  may  be  calculated,  and  from  the 
two  the  axes  are  obtained  as  before.  The  formulas,  derived  from  the 
same  spherical  triangles,  are  as  follows  : 


(1) 

Given  JTand  a, 

sin  ft  =  cot  \X  tan  a. 

X  and  ft, 

tan  a  =  tan  \X  sin  ft. 

JTand  7, 

cos  ft  =  cot  iX  cot  7. 

(2) 

Given   T^and  a, 

sin  7  =  cot  il^eot  a. 

Zand/3, 

cos  7  =  cot  \Y cot  fi. 

Zand  7, 

cot  a  =  tan  $Y  sin  7. 

(3) 

Given    Z  and  a, 

tan  7  =  tan  £  Z  cos  a. 

Z  and  ft, 

cos  a  =  cot  i  Z  tan  7. 

Z  and  7, 

sin  a  =  cot  i  Z  tan  ft. 

Calculation  of  the  values  of  m  and  n. 

The  above  formulas  cover  all  the  ordinary  cases,  the  only  change  that  is 
required  in  them  is  to  write  for  c,  b,a,  in  equations  (1),  (2),  (3),  above,  c',  b',  a', 
the  lengths  of  the  axes  for  the  given  form,  noting  that  cf  =  mc,  and  so  on. 

1.  Prisms,  i~n  or  i-n.  As  remarked,  the  semi-prismatic  angle  (over  i~l) 
is  the  angle  a  (f.  254),  and  tan  a  =  nb.  If  the  calculated  value  of  n  is 
greater  than  unity,  tne  form  is  written  00 c  :  nb  :  a(i-h) ;  if  less  than  unity, 
the  form  is  written  00c  :  b:  na  (i-n),  b  being  the  unit  axis.  Thus  i-J 
(to  c  :  $b:  a)  becomes  i-2  (00  0  :  i  :  2a). 

2.  1)07/168,  m-\  and  ra-1 — No  further  explanation  is  needed  (f .  255) ;  here 
tan  ft  =  me,  or  b  tan  7  =  »w?. 

3.  Octahedrons,  m. — Here  the  angle  a  is  always  known  (it  being  the 
same  as  for  the  unit-octahedron  where  tan  a  —  b),  and  hence  a  single  meas- 
ured angle,  X,  Y,  or  Z  will  give  the  values  of  either  ft  or  7  for  the  given 
form,  and  tan  ft  =  mc,  b  tan  7  =  mc. 

4.  Forms  m-n  or  m-h. — The  measurement  of  the  angles  X,  Y,  Z  will 
give  the  values  of  a,  ft,  and  7  belonging  to  the  given  form,  and  tan  ft  =  me, 
tan  a  =  nb,  etc. 

Here,  as  in  the  prisms,  if  n  is  less  than  unity,  when  the  axis  &  is  the  unit, 
the  symbol  is  transposed,  and  the  axis  b  made  the  unit,  thus  2c :  \b  :  a  (2- J) 
becomes  4c  :  b  :  2a  (4-2). 

If  the  angle  between  the  form  m-fi  (or  m~n)  and  either  of  the  pinacoids 
can  be  measured,  the  method  of  calculation  is  essentially  the  same  (Com- 
pare f .  248)  ;  for 

m-n  A  O  (base)  =  supplement  of  the  angle  £Z; 

in-n  A  irl  (macropinacoid}  =  supplement  of  the  angle  iY;  and 

m-n  A  i-l  (brachypinacoia)  =  supplement  of  the  angle  \X. 

The  method  of  calculation  of  planes  in  a  rectangular  zone  by  means  of 
the  tangents  of  their  supplement  basal  angles  finds  a  wide  application  in 
this  system.     It  applies  not  only  to  the  main  zones  0  to  irl  (macrodomes), 
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O  to  i-l  (brachydomes),  i-l  to  i-l  (vertical  prisms),  and  /  to  0  (unit  octahe- 
drons), but  also  to  any  zone  of  octahedrons  m-n  (or  m-ii)  between  0  and  i  n 
(or  i-h\  and  any  transverse  zone  from  i-l  to  inA^  and  i-i  to  wi-i. 


V.  Monoclinio  System. 

In  the  Monoclinic  system  the  number 
of  unknown  quantities  is  three,  viz.,  the 
lengths  of  the  axes  i  and  J,  expressed  in 
terms  of  the  unit  clinodiagonal  axis  a,  and 
the  oblique  angle  fi  (also  called  C),  between 
the  basal  and  vertical  diametral  sections, 
that  is,  between  the  axes  c  and  d.  Three 
independent  measurements  are  needed  to 
determine   these  crystallo^raphic  elements. 

The  angle  0  is  obtuse  in  tne  upper  front 
quadrants,  and  acute  in  the  lower  front 
quadrants;  the  planes  in  the  first  mentioned 
quadrants  are  distinguished  from  those  be- 
low by  the  minus  sign.  The  unit  octahe- 
dron is  made  up  of  two  hemi-octahedrons 
(—1  and  +1),  as  shown  in  f.  256. 

Calculation  of  the  Lengths  of  the  Axes, 
and  the  Angles  of  obliquity. 
Represent  (see  f.  256)  the  inclination  of  the 

Edge  Xon  the  axis  i  by  /a.    Xon  a  by  v.     T  on  i  by  p. 
X'      "       "    i  "  /*'.    X'ontfbyi/.   Zona  by  a. 

For  the  relation  of  the  axes  in  terms  of  these  angles  we  have : 
(1)  In  the  oblique-angled  plane  triangle,  in  the  clinodiagonal  section : 

sin  v 


a  :  c  =  sin  /a  :  sin  j/,  or,  c  = 


tan  fi  = 
tan  v  = 


a  sin  f3 
o  —  a  cos  /3" 

c  sin  /3 
a  —  c  cos  /3" 


when  a  =  1. 
sin /* 

,         a  sin  /3 

tan  u  =  — 3. 

n       c+a  cos  fi 

c  sin  /3 


tan  i/  = 
tanfi  = 


~       2  sin  a  sin  u' 

tan  fi  =      .    f. £,. 

sin  (fi  -  /*') 

Further,  /*  +  v  +  fi  =  180° 

(2)  In  the  right-angled  triangle  of  the  orthodiagonal  section,  b  cot  p  =  L 


a  +  c  cosfi 

2  sin  y  sin  v' 

Bin  (1/  —  v)  * 

M'  +  „'=  13. 


Digitized  by 


Google 


MATHEMATICAL   CRYSTALLOGRAPHY.  77 

(3)  In  the  basal  section,  d  tan  <r  =  £. 

The  above  formulas  serve  to  determine  the  lengths  of  the  axes,  and  the 
angle  of  obliquity,  or,  if  these  are  known,  to  determine  the  values  of  m  and 
n  by  substituting  mo  for  c,  etc. 

The  angles  /a,  p,  p,  <r,  etc.,  must,  in  general,  be  determined  by  calculation 
from  measured  angles. 

Let  the  inclination  of  a  plane  in  the  positive  quadrant  on  the  clinodi- 
agonal  section  be  denoted  by  X:  that  on  the  orthodiagonal  section  by  Y; 
that  on  the  basal  section  by  Z.  Let  also  the  corresponding  inclinations  of 
a  plane  in  the  negative  quadrants  be  indicated  by  X',  Y,  Z',  respectively 
(see  f.  256). 

It  is  to  be  noted,  when  the  pinacoids  are  present,  that 

+  1A0=  180°-  Z;     +  1 A  «  =  180°-  Y ;     +  1  A  i\  =  180°-X; 
—  lA0  =  18O°-Z';    ~lAi-i  =  180°-Y';  —  1 A i\  =  lSO0-^7. 

The  same  is  true  for  the  corresponding  angles  of  the  general  form 
±  m-n^  or  m-h. 
Also,  when  ±  1  (f.  256)  alone  are  present  (or  m-n)  note  that 

+  1A  +  1  =  2X;  -lA-l  =  2X>;    +  1  A-l  (orthodiag.)=  Y+Y; 

(basal)=  Z+Z'. 

Any  three  of  these  angles  will  serve  to  give  for  the  unit  form  (±  1)  the 
length  and  obliquity  of  the  axes,  or,  when  these  are  known,  two  of  these 
angles  are  sufficient  to  deduce  the  values  of  ra  and  n  for  any  unknown 
form. 

In  the  first  case,  as  one  of  the  three  measured  angles  must  be  either 
Y+  Y  or  Z  4-  Z',  the  formulas  given  above  do  not  immediately  apply. 

For  example,  if  X,  X'  and  Y+  Y  are  given.  Placing  a  spherical 
triangle,  abc,  in  f.  256,  with  its  vertices  on  the  edges  X,  X,  and  Y9 
in  this  the  three  angles  will  equal  X,  X7  and  Y+  Y  respectively ;  here 
the  side,  ac,  opposite  the  angle  ( Y+  Y)  is  calculated,  which  gives  the  value 
of  ft  -f  /a',  also  the  side,  bcy  opposite  X ' ;  then,  again,  in  the  right-angled 
spherical  triangle,  where  he  and  X  are  known,  fi  is  obtained,  thus  yJ  is 
known  and  also  fi.  The  lengths  of  the  axes  follow  from  the  formulas 
given  above. 

The  following  are  some  of  the  cases  which  may  occur: 

(a)  Given  Oy  and  i-i.     OAi-i  (front)=  180°-  £,  behind  =  /3. 

(b)  Given  O,  -  1-i,  and  +  1-i.    OA  -  1-i  ==  180°-  i/;   O  A  +  1-i  =  180° 

—  v.     By  the  formula  given  above,  tan  B  =  — — -. 7--,  also,  u  =  180° 

J  &  *        ^       sin  (1/  —  1/)  '  r 

—  (j8-f  v).  Thus  /3,  I*,  and  v  are  known,  and  from  them  the  relation  of  the 
axes  d  and  c  is  deduced. 

(c)  Given  i-i,  -  1-i  and  +  1-i.  i4  A  -  1-i  =  180°-  //,i-i  A  +  1-i  =  180° 

—  1*.    As  before,  tan  0  =  2  ?m/* Bin  ff',  and  1/  =  180°-  03  4-  /*). 
^  7  sin  (/a  —  /a)  '  ^      ™ 
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257 


(d)  Given  the  prism  7*  and  O  (f.  257).  In  the  spherical  triangle  ABCy 
C  =  90°  (inclination  of  base  on  clinodiagonal  section),  B  —  O  A  7",  A  = 
i(/A  /).    Hence,  the  sides  CA  and  CB  are  calculated  ;  CA  =  £  (or,  as 

in  this  case,  180°—  /8) ;    CB  =  <r,  which  gives  the  ratio 

of  the  lateral  axes,  d  and  b. 

(e)  Given  1-i  and  0  (or  i-i).     0Al-i  =  90°+  />,  and 
i4 a  1-i  =  180°—  /> ;  also,  1-i  A  1-i  (over  0)=  2p. 

(/)  Given  +  1  and  —  1,  form  as  in  f.  256.  The 
angles  between  the  planes  +  1  and  —  1  and  the  diame- 
tral sections  are  indicated  by  the  letters  X,  Y,  etc.,  as 
before  explained  (p.  77).  The  relations  between  these 
angles  and  the  angles  p.,  v,  p,  etc.,  are  given  in  the  fol- 
lowing formulas,  deduced  by  means  of  spherical  triangles : 


cos  Y 
cos  fl  =  -. ^., 

r      sin  X' 


cos  pi  = 


COB_T' 

X" 


sin 


cos  p 


cos  X 
sl^T 


cos  X 

shTT" 


cos  V  = 


also, 


cos  Z 
sin  X' 


cos  v  = 


cosZ' 


-~     tan  a      tan  p 
tanX=  — — =  - — -, 
snip       sm  p. 


cos  <r  = 


sinX" 

tanX'= 


cos  X  __  cos  X# 
sin  Z  ~~  sin  Z' ' 

tan  <r      tan  p 
sin  i/'      sin  /a'  * 


*«~  v     ten  A*         ,       «     tanu'      A       _      tan  v         .    „,      tan  i/ 

ten:r==^rT'       tanZ7=^— -,     tanZ=  -. — ,    tan  Z'  = . 

Bin  p  sm  p  sm  cr  sin  a 

(ff)  Given  the  prism  7*  and  —  1  (or  +  1).  The  angles 
7A  /,  —  1 A  7,  —  1  A  —  1  are  measured.  In  the  spherical 
triangle  ABB  (f.  258),  the  angle  A  =  £(7a  7),  7f  =  — 
1  A  7;  7?  =  £(—  1  A  —1)  =  X,  from  which  the  sides  AD 
=  i/  +  (180°  -  £)  and  .47?  are  calculated.  Then  in  the 
second  triangle,  ABC^  C  =  90°,  AB  is  known,  also  ^4  ; 
i  ence,  C7?  =  <rand  CA  =  180°  -  0  are  calculated.  Thus 
?>'  and  p!  and  /8  become  known,  and  the  relation  of  a  to 
i  ;  also  from  <r  follows  the  ratio  of  d  to  b. 


Calculation  of  the  values  of  m  and  n. 

In  general,  it  may  be  said  that  the  methods  of  calculation  are  the  same 
as  those  already  given.  In  each  case  the  values  of  /a,  i/,  p,  <r  are  to  be 
obtained,  and  those  introduced  into  the  axial  equations  (1,  2,  3)  given 
above  give  the  values  of  mc,  ni,  etc.,  from  which  m  and  n  are  derived. 
When  in  the  general  form  m-n  (mc  :  nb  :  a)  n  is  found  to  be  less  than 
unity,  then  b  is  made  the  unit  axis  and  the  form  is  written  m-h  {mc : 
b  :  na),  thus  2c  :  ib  :  a  becomes  ±c  :b  :  2a  (4-$),  the  same  is  true  for  i-n 
and  irfi. 

1.  Herai-octahedrons,  ±  m-?i. — Two  measurements  are  needed,  giving 
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two  of  the  angles  X,  I7",  Z,  etc.,  from  which  are  derived  fi  (or  v),  p  (or  <r), 
and  from  the  proper  formulas  m  and  n. 

The  following  nemi-octahedrons  require  one  measurement  only :  ±  ra, 
±  mriri,  ±  m-ihj  ±  1-w,  ±  1-n.  Further,  it  is  to  be  noted  in  regard  to 
them  that  the  forms  ±  m  have  the  same  ratio  of  the  lateral  axes  as  ±  1, 
that  is,  the  same  value  of  a. 

Forms  ±  1-n,  and  ±  m-m,  have  the  same  ratio  of  the  axe3  c  and  d  as  the 
unit  form  ±  1,  that  is,  the  same  values  of  /a,  v  (ji\  v'). 

Forms  ±  nt-m,  ±  1-A,  have  the  same  ratio  of  the  axes  c  and  b  with 
±  1,  that  is,  the  same  value  of  p. 

2.  Form  i-n  (or  i-ii\ — If,  as  before,  X,  ^represent  the  inclinations  of 
the  given  prism  on  tne  clinodiagonal  and  orthodiagonal  sections  respect- 
ively, it  is  to  be  noted  that : 

X  +  r  =  90°. 

Similarly  to  f .  257,  we  obtain,  in  general,  for  any  form,  i-n, 

sin  8  tan  X         ,  -      .  ,  b  cot  X 

n  = t~-^L ;  and  for  ^-n,  n  =  — : — 5-. 

b  '  '  amp 

Since  i-iAi-l  =  90°,  the  tangent  law  can  be  applied  in  this  zone  advan- 
tageously. If  X\  Yl  are  the  corresponding  angles  for  the  unit  prism  7, 
then  for  i-n, 

tan  X      tan  Y1  ,    -       .  A  tan  X1     tan  Y 

n  = =^  = =        and  for  vn,  n  = «-  = =r. 

tan  J:1      tan  Y'  tan  X      tan  71 

3.  Forms  ±  m-i,  hemi-orthodomes. — For  each  form  the  corresponding 
yalaes  of  /*,  v  (jj,\  v)  are  to  be  obtained  by  measurement  or  else  calculated, 
and  from  them  the  value  of  mc  obtained  from  the  formulas  (1),  mc  — 
sin  v    A 

- — ,  etc. 
sm/t 

4.  Forms  mA,  clinodoraes. — Similarly  as  with  the  prisms,  when  X  and 
Z  denote  the  angles  with  the  clinodiagonal  and  basal  sections, 

X-f  Z=90°. 

For  any  form  mA,y 

JcotX 
m=  — : — 5, 

c  sin  p 

Or  by  the  tangent  law,  X1  being  the  corresponding  angle  for  14, 

tan  J$Tl 


m  = 


tan  X' 
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Tbiclinio  System. 

The  triclinic  system  is  characterized  by  its  entire  want  of  symmetry. 
The  inclinations  of  all  the  diametral  planes,  and  hence,  the  inclination  of 
the  axes,  are  oblique  to  one  another.  There  are,  then,  five  unknown  quan- 
tities to  be  determined  in  each  case,  viz.,  the  three  angles  of  obliquity  of 
the  axes,  and  the  lengths  of  the  axes  b  and  c,  d  being  made  =  1. 

The  axes  are  lettered  as  in  the  orthorhombic  system :  c  =  the  vertical 
axis,  b  =  the  macrodiagonal  axis,  and  d  =  the  brachydiagonal  axis. 

Let  (f.  259)  a  =  angle  between  the  axes  i  and  $; 
£  =  angle  between  the  axes  c  and  d ; 
y  =  angle  between  the  axes  b  and  d. 
Also,  let  A  =  angle  of  inclination  of  the  diame- 
tral planes  meeting  in  the  axes  d ;  B  =  angle  of 
inclination  for  those  intersecting  in  the  axis  b,  and 
C  =  the  angle  of  those  meeting  in  c. 

The  macrodiagonal  (m-n)  and  brachydiagonal 
(m-n)  planes  are  indicated  as  in  the  orthorhombic 
system,  also  the  planes  opposite  the  acute  angle 
(J3)  are  called  +,  and  those  opposite  the  corre- 
sponding obtuse  angle  —  ;  furthermore,  the  planes 
in  front,  to  the  right  (and  behind,  to  the  left)  are  distinguished  by  an  accent, 
as  m-n'. 

In  the  fundamental  octahedron  formed  by  four  sets  of  planes,  these  are, 
taken  in  the  usual  order  (f.  227),  —  1',  —  1,  +  1',  +  1,  and  below,  +  1', 

+  i,-i',-i. 

In  the  determination  of  any  individual  crystal  belonging  to  this  system, 
the  axial  directions  as  well  as  unit  values  have  to  be  assumed  arbitrarily ; 
in  many  cases  (e.g.,  axinite)  the  custom  of  d  liferent  authors  has  varied 
much.  Two  points  are  to  be  considered  in  making  the  choice  :  1,  the  cor- 
respondence in  form  with  related  species,  even  if  these  be  not  triclinic,  as, 
for  example,  in  the  feldspar  family  ;  and  2,  the  ease  of  calculation,  which 
is  much  facilitated  if,  of  the  planes  chosen  as  fundamental,  the  pinacoids 
are  all,  or  at  least  in  part,  present. 

In  general,  the  methods  of  calculation  are  not  simple.  Some  of  the 
most  important  relations  are  given  here  (from  Naumann).  In  actual 
practice,  problems  which  arise  may  be  solved  by  some  of  the  following 
formulas,  or  by  means  of  a  series  of  appropriate  spherical  triangles,  used 
as  in  the  preceding  pages,  and  by  which,  from  the  measured  angles,  the 
required  elements  of  the  forms  may  be  obtained. 

In  addition  to  the  angles  already  defined,  let,  as  follows  (f.  259), 

X=  inclination  of  a  plane  on  the  brachydiagonal  section  ; 
Y  =  "  u  "      macrodiagonal        " 

Z  =  «  "  "      basal  " 

Let  the  inclination  of  the  edge, 

X  on  c  =  /*,  Y  on  c  =  p,  Z  on  d  =  a, 

X  on  d  =  v,  Y  on  b  =  tt,  Z  on  b  =  t, 
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When  the  three  pinacoids  are  present,  the  angles  A,  B,  C  are  given  by 
measurement.  These  angles  are  connected  with  the  axial  angles  by  the 
following  equations : 

cos  A  +  cos  B  cos  C  *     cos  B  +  cos  C  cos  A 

cos  a  = -. — jj—. — jy ;     cos  p  = : — j^—. — -A ; 

sin  B  sin  U        7  sin  O  sm  A         7 

cos  C  4-  cos  A  cos  B 
cos  7  = : — j— : — ~ ; 

sin  ismjo         7 

also, 

sin  a  :  sin  #  :  sin  j  =  sin  J.  :  sin  B  :  sin  C. 

The  relations  between  the  angles  a,  £,  y,  and  the  angles  p,  v>  etc.,  are  as 
f oIIowb  : 


2  sin  p  sin  p;      2  sin  ic  sin  tt' 
tan  a  =  ^  ^ — -^  = 

tan£  = 


sin  (/>  —  p')         sin  (ir  —  ir') 
2  sin  fjL  sin  /a'  _  2  sin  y  sin  i/ 


Also, 


sin  (ji  —  /*')         sin  (v  —  i>') " 
2  sin  t  sin  t'       2  sin  <r  sin  <r' 

tan  J  =  — ; t ;r-  =  — s — t ?r-  • 

'        sm  (t  —  t  )  sin  (<r  —  <r  ) 

a  +  7r  +  p  =  £  +  /A  +  i/  =  7-f<r  +  T=  180° 


The  relations  between  JT,  I7",  Z,  and  Ay  B,  C,  and  /a,  v,  etc.,  are  given 
by  the  following  formulas,  in  which  the  sum  and  difference  of  X  and  Y, 
etc.,  are  calculated,  and  from  them  the  angles  X,  Y,  etc.,  themselves  are 
obtained : 

tan  KX+  r>  =  cot  *<? .  ^J=A 

v  '  "cos  i(/0  +  /i) 

tani(X-r)  =  cot  ^.""KP-/*) 
*v  '  *       sm  i(p  +  fj,) 

tan  K^  +  £)  =  cot  \A  .  —  %  *  ~  »> 
x  7  cos  4(o-  +  v) 

«-**-*>  — *-£|?t3 

■■  «r+ *>-«»*»•  5$£$ 

to  «!■-  Z)  =  cot  }5 .  $#^. 

v  '  sm  4(t  4-  tt) 

6 
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COS   Y  +  C08  X  C08  C                         COS  Z  -f  COS  X  COS  A 
COS  il  =   : »rr— ! — 77 >      COS  V  =  : =^—. -A . 

r  sin  Y  sin  G        '  Bml  sin  A 

cos  X  +  cos  T'cos  67  cos  Z  +  cos  I"  cos  B 

COS   0  =  : v"-5 ^ >       C0S  *"  = : V~' 5 • 

r  sin  x  sin  Z        7  Bin  -r  sin  p 

cos  X  +  cos  Z cos  J.  cos  I"+  cos  Z  cos  i? 

COS  a  =   J ~— ; -j ,        COS    T  =  : 7y— ; jz . 

sin  Z  Bin  A  sin  Z  sin  i? 

Further,  sin  X :  sin  7=  sin  p  :  sin  ^. 

sin  y :  sin  Z  =  sin  r  :  sin  7r. 
sin  Z :  sin  X  =  sin  v  :  sin  <r. 

The  following  equations  give  the  relations  of  the  angles  /*,  v9  p,  etc.,  to 
the  axes  and  axial  angles : 

a  sin  B  .  c  sin  8 

tan  /t  = *—£ ;    tan  j/  = *— ^. 

^      c  —  a  cos  p  a  —  c  cos  p 

J  sin  a  x  0  sin  a 

tan  p  =  r ;    tan  tt  =  T . 

r      c—o  cos  a'  o—  f  cos  a 

a  sin  7  ,  J  sin  y 

tan  t  =  t —  ;    tan  a  = ? — - — . 

o  —  a  cos  y 7  0  — -  6  cos  y 

Also,  sin  t  :  sin  a  =  d  :  2, 

sin  p  :  sin  tt  =  2  :  (5, 
sin  v  :  sin  /a  =  c  :  & 
For  any  form  m-7i, 

m-/iAi-i  =  180°-  JT;  m-nNi-l  =  180°— X;  m-n  A  0  =  180°— Z. 

For  a  vertical  hemiprism,  X+  l7"^-  C=  180°, 

#  :  J  =  sin  Y  .  sin  a  :  sin  X :  sin  )8. 

For  a  macrodiagonal  hemidome,  Y+Z  +  B  =  180°, 

<B  :  <5  =  sin  y .  sin  a  :  sin  Z .  sin  y. 

For  a  brachy  diagonal  hemidome,  X+Z+A  =  180°, 

?  :  (5  =  sin  X  sin  £  :  sin  Z  sin  y. 

By  writing  me  for  c,  nJ  for  J,  etc.,  these  formulas  will  answer  also  for 
the  determination  of  m  and  n.  It  is  supposed  in  the  above  that  the 
measured  edge  is  parallel  to  the  axis  of  the  given  hemiprism,  etc. ;  when 
this  is  not  the  case  the  relations  are  a  little  less  simple. 
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Measurement  of  the  Angles  of  Crystaxs. 

The  angles  of  crystals  are  measured  by  means  of  instruments  which  are 
called  goniometers. 

The  simplest  form  of  these  instruments  is  the  hand-goniometer,  repre- 
sented in  f.  260.     It  consists  of  an  arc,  graduated  to  halt  degrees,  or  finer, 


and  two  movable  arms.  In  the  instrument  figured,  one  of  the  arms,  ab, 
has  the  motion  forward  and  backward  by  means  of  slits  g/t,  ik ;  the  other 
arm,  od,  has  also  a  similar  slit,  and  in  addition  it  turns  around  the  centre  of 
the  arc  as  an  axis.  The  planes  whose  inclination  is  to  be  measured  are 
applied  between  the  arms  ao,  co,  and  the  latter  adjusted  so  that  they  and 
the  surfaces  of  the  planes  are  in  close  contact.  This  adjustment  must  be 
made  with  care,  and  when  the  instrument  is  held  up  to  the  light  none  mu6t 
pass  through  between  the  arm  and  the  plane.  The  number  or  degrees  read 
off  on  the  arc  between  k  and  the  left  edge  of  d  (this  edge  being  in  the  line 
of  the  centre,  o,  of  the  arc)  is  the  angle  required.  The  motion  to  and  fro  by 
means  of  the  slits  is  for  the  sake  of  convenience  in  measuring  small  or 
imhedded  crystals.  In  a  much  better  form  of  the  instrument  the  arms  are 
wholly  separated  from  the  arc  ;  and  the  arc  is  a  delicately  graduated  circle 
to  which  the  arms  are  adjusted  after  the  measurement. 

The  hand-goniometer  is  useful  in  the  case  of  large  crystals,  and  those 
whose  faces  are  not  well  polished  ;  the  measurements  with  it,  however,  are 
seldom  within  a  quarter  of  a  degree  of  accuracy.  In  the  finest  specimens 
of  crystals,  where  the  planes  are  smooth  and  lustrous,  results  far  more 
accurate  may  be  obtained  by  means  of  a  different  instrument,  called  the 
reflecting  goniometer. 

Reflecting  Goniometer. — This  instrument  was  devised  by  Wollaston,  in 
1S09,  but  it  has  been  much  improved  in  its  various  parts  since  his  time, 
especially  by  Mitscherlich.  The  principle  on  which  it  is  constructed  may 
be  understood  by  reference  to  the  following  figure  (f.  261),  which  repre- 
sents a  crystal,  whose  angle,  abc*  is  required. 

The  eye  at  P,  looking  at  the  face  of  the  crystal,  Jc,  observes  a  reflected 
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image  of  m,  in  the  direction  of  Pn.  The  crystal  may  now  be  so  changed  in 
its  position,  that  the  same  image  is  seen  reflected  by 
the  next  face  and  in  the  same  direction,  Pn.  To 
effect  this,  the  crystal  must  be  turned  around,  until 
abd  has  the  present  direction  of  be.  The  angle  dbc, 
measures,  therefore,  the  number  of  degrees  through 
which  the  crystal  must  be  turned.  But  abc,  subtracted 
from  1 80°,  equals  the  required  angle  of  the  crystal, 
abc.     The  crystal  is,  therefore,  passed  in  its  revolution 

through  an  angle  which  is  the  supplement  of  the  required  angle.     This 


angle  evidently  may  be  measured  by  attaching  the  crystal  to  a  graduated 
circle,  which  should  turn  with  the  crystal. 

The  accompanying  cut  (f.  262)  represents  a  reflecting  goniometer  made 
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by  Oertling,  in  Berlin.  It  will  suffice  to  make  clear  the  general  character 
of  the  instrument,  as  well  as  to  exhibit  some  of  the  refinements  added  for 
the  sake  of  greater  exactness. 

The  circle,  C\  is  graduated,  in  this  case,  to  twenty  minutes,  and  by  means 
of  the  vernier  at  v  the  readings  may  be  made  to  minutes  and  half  min- 
utes. The  crystal  is  attached  by  means  of  wax  to  the  little  plate  at  k; 
this  may  be  removed  for  convenience,  but  in  its  final  position  it  is,  as  here, 
at  the  extremity  of  the  axis  of  the  instrument.  This  axis  is  moved  by 
means  of  the  wheel,  n ;  the  graduated  circle  is  moved  by  the  wheel,  m. 
These  motions  are  so  arranged  that  the  motion  of  n  is  independent,  its  axis 
being  within  the  other,  while  on  the  other  hand  the  revolution  of  m  moves 
both  the  circle  and  the  axis  to  which  the  crystal  is  attached.  This  ar- 
rangement is  essential  for  convenience  in  the  use  of  the  instrument,  as 
will  be  seen  in  the  course  of  the  following  explanation. 

The  screws,  c,  d,  are  for  the  adjustment  or  the  crystal,  and  the  slides, 
a,  J,  serve  to  centre  it. 

The  method  of  procedure  is  briefly  as  follows  :  The  crystal  is  attached 
by  means  of  suitable  wax  at  &,  and  adjusted  so  that  the  direction  of  the 
combination-edge  of  the  two  planes  to  be  measured  coincides  with  the  axis 
of  the  instrument ;  the  wheel,  n,  iB  turned  until  an  object  {e.g.,  a  window- 
bar)  reflected  in  one  plane  is  seen  to  coincide  with  another  object  not 
reflected  {e.g.,  a  chalk  line  on  the  floor),  the  position  of  the  graduated  circle 
is  observed,  and  then  both  crystal  and  circle  revolved  together  by  means 
of  the  wheel,  m,  till  the  same  reflected  object  now  seen  in  the  second  plane 
again  coincides  with  the  fixed  object  (that  is,  the  chalk  line) ;  the  angle 
through  which  the  circle  has  been  moved,  as  read  off  by  means  of  the 
vernier,  is  the  supplement  angle  between  the  two  planes. 

In  order  to  secure  accuracy,  several  conditions  must  be  fulfilled,  of 
which  the  following  are  the  most  important : 

1.  The  position  of  the  eye  of  the  observer  must  remain  perfectly 
stationary. 

2.  The  object  reflected  and  that  with  which  it  is  brought  in  coincidence, 
should  be  at  an  equal  distance  from  the  instrument,  and  this  distance 
should  not  be  too  small. 

3.  The  crystal  must  be  accurately  adjusted;  this  is  so  when  the  line 
seen  reflected  in  the  case  of  each  plane  and  that  seen  directly  with  which 
it  is  in  coincidence  are  horizontal  and  parallel.  It  can  be  true  only  when 
the  intersection  edge  of  the  two  planes  measured  is  exactly  in  the  direction 
of  the  axis  of  the  instrument,  and  perpendicular  to  the  plane  of  the  circle. 

4  The  crystal  must  be  centered  as  nearly  as  possible,  or,  in  other  words, 
the  same  intersection  -edge  must  coincide  with  a  line  drawn  through  the  re- 
volving axis.  This  condition  will  be  seen  to  be  distinct  from  the  preced- 
ing, which  required  only  that  the  two  directions  should  be  the  same.  The 
error  arising  when  this  condition  is  not  satisfied  diminishes  as  the  object 
reflected  is  removed  farther  from  the  instrument,  and  becomes  zero  if  the 
object  is  at  an  infinite  distance. 

The  first  and  second  conditions  are  both  satisfactorily  fulfilled  by 
the  use  of  a  telescope,  as  t,  f.  262,  with  slight  magnifying  power.  This 
is  arranged  for  parallel  light,  and  provided  with  spider  lines  in  its 
focus.      It  admits  also  of  some  adjustments,  as  seen  in  the  figure,  but 
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when  used  it  must  be  directed  exactly  toward  the  axis  of  the  goniometer. 
This  telescope  has  also  a  little  magnifying  glass  (g,  f.  262)  attached  to  it, 
which  allows  of  the  crystal  itself  being  seen  when  mounted  at  k.  This 
latter  is  used  for  the  first  adjustments  of  both  planes,  and  then  slipped 
aside,  when  some  distent  object  which  has  been  selected  must  be  seen 
in  the  field  of  the  telescope  as  reflected,  first  by  the  one  plane  and 
then  by  the  other  as  the  wheel  n  is  revolved.  When  the  final  adjustments 
have  been  made  so  that  in  each  case  the  object  coincides  with  the  centre  of 
the  spider-cross  of  the  telescope,  and  when  further  the  edge  to  be  measured 
has  been  centered,  the  crystal  is  ready  for  measurement. 

This  telescope,  obviously,  can  be  used  only  when  the  plane  is  smooth  and 
large  enough  to  give  distinct  and  brilliant  reflections.  In  many  cases 
sufficient  accuracy  is  obtained  without  it  by  the  use  of  a  window-bar  and 
a  white  chalk  line  on  the  floor  below  for  the  two  objects ;  the  instrument  in 
this  case  is  placed  at  the  opposite  end  of  the  room,  with  its  axis  parallel  to 
the  window ;  the  eye  is  brought  very  close  to  the  crystal  and  held  motionless 
during  the  measurement. 

The  best  instruments  are  provided  with  two  telescopes.  The  second 
stands  opposite  the  telescope,  t  (see  figure),  the  centres  of  both  telescopes 
being  in  the  same  plane  perpendicular  to  the  axis  of  the  instrument 
This  second  telescope  has  also  a  hair  cross  in  the  focus,  and  this,  when 
illuminated  by  a  brilliant  gas  burner  (the  rest  of  the  instrument  being 
protected  from  the  light  by  a  screen)  will  be  reflected  in  the  successive 
faces  of  the  crystal.  The  reflected  cross  is  brought  in  coincidence  with  the 
cross  in  the  first  telescope,  first  for  one  and  then  for  the  other  plane.  As 
the  lines  s^re  delicate,  and  as  exact  coincidence  can  take  place  only 
after  perfect  adjustment,  it  is  evident  that  a  high  degree  of  accuracy  is 
possible. 

Still  more  than  before,  however,  are  well-polished  crystals  required,  so 
that  in  the  majority  of  cases  the  use  of  the  ordinary  double  telescopes  is 
impossible.  Very  often,  however,  the  second  telescope  may  be  advantage- 
ously replaced  by  another  having  an  adjustable  slit  in  its  focus,  as  proposed 
by  Websky,  allowing  oi:  being  made  as  narrow  as  is  convenient;  or,  as  sug- 
gested by*  Schrauf,"the  spider-lines  of  the  second  telescope  may  be  re- 
placed by  a  piece  of  tin-foil,  in  which  two  fine  cross  lines  nave  been  cut; 
these  are  illuminated  by  a  gas-burner.  By  these  methods  the  reflected 
object  is  a  bright  line  or  cross,  instead  of  the  dark  spider-lines,  and  it  is 
visible  in  the  first  telescope  even  when  the  planes  are  extremely  minute, 
or,  on  the  other  hand,  somewhat  rough  and  uneven  ;  the  image  is  naturally 
not  perfectly  distinct,  but  sufficiently  so  to  admit  of  good  measurements 
{e.g.,  within  two  or  three  minutes). 

The  third  and  fourth  conditions  are  the  most  difficult  to  fulfil  absolutely. 
In  the  cheaper  instruments  the  contrivance  to  accomplish  the  end  often 
consists  of  a  jointed  arm  so  placed  as  to  have  two  independent  motions  at 
right  angles  to  each  other.  In  the  best  instruments  the  greatest  care  and 
attention  is  paid  to  this  point,  and  a  great  variety  of  ingenious  contrivances 
have  been  devised  to  overcome  the  various  practical  difficulties  arising. 

The  cut  (f.  262)  shows  one  of  these  in  its  simpler  form.  The  crystal  is 
approximately  adjusted  by  the  hand,  and  then  the  operation  completed  by 
means  of  the  screws  o  and  d.     These  give  two  motions  at  right  angles  to 
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each  other,  and  the  arrangement  is  such  that  the  motions  are  made  on  the 
surface  of  a  spherical  segment  of  which  the  crystal  itself  occupies  the 
centre,  so  that  it  is  not  thrown  entirely  out  of  the  axis  of  the  instrument 
by  the  motions  of  the  screws.  The  adjustment  having  been-  accurately 
made,  the  edge  is  centered  by  means  of  two  sliding  carriages,  a,  b,  moving 
at  right  angles  to  each  other;  here  they  are  moved  by  hand,  but  in  better 
instruments  by  tine  screws.  The  edge  must  be  first  centered  as  carefully  as 
practicable,  then  the  complete  adjustments  made,  and  finally  again  centered, 
as  before,  to  remove  the  excentricity  caused  by  the  movement  of  the  ad- 
justment screws.  The  successful  use  of  the  most  elaborate  instruments  is 
only  to  be  attained  after  much  patient  practice. 

Theoretical  discussions  of  the  various  errors  arising  in  measurements  and 
the  weight  to  be  attached  to  them  have  been  given  by  Kuppfer  (Preis- 
schrift  liber  genaue  Messung  der  Winkel  an  Krystallen,  1825),  also  by 
Nanraann,  Grailich,  Schrauf,  and  others  (see  literature,  p.  iv). 

It  has  been  6tated  that  when  the  two  planes  have  been  adjusted  in  the 
goniometer  so  that  their  combination -edge  is  parallel  to  the  axis  of  the 
instrument,  the  reflections  given  by  them  will  be  parallel.  It  is  evident 
from  this  that  any  other  planes  on  the  crystal  which  are  in  the  same  zone 
with  the  two  mentioned  planes  will  also  give,  as  the  circle  is  revolved, 
reflections  parallel  to  these.  This  means  gives  the  test  referred  to  on 
p.  53,  leading  on  the  one  hand  to  the  discovery  of  zones  not  indicated  by 
parallel  intersections,  and  on  the  other  hand  showing,  in  regard  to  supposed 
zones,  whether  they  are  so  in  fact  or  not. 

The  degree  of  accuracy  and  constancy  in  the  angles  of  crystals  as  they  are  given  by  natnre 
is  an  important  subject.  Crystallography  as  a  science  is  based  upon  the  assumption  that  the 
forms  made  by  nature  are  perfectly  accurate,  and  whenever  exact  measurements  are  possible, 
supposing  the  crystals  to  have  been  free  from  disturbing  influences,  it  has  been  found  that 
this  assumption  is  warranted  by  the  facts ;  in  other  words,  the  more  accurate  the  measure- 
ments the  more  closely  do  the  angles  obtained  agree  with  those  required  by  theory.  An 
example  may  illustrate  this : — On  a  crystal  of  sphalerite  (zinc-blende),  from  the  Binnenthal, 
exact  measurements  were  made  by  Kokscbarow  to  test  the  point  in  question.  He  found  for 
the  angle  of  the  tetrahedron  70 J  31'  48",  required  70°  81'  44* ;  for  the  octahedral  angle 
109'  27  42",  required  109°  28  16"  •  and  for  the  angle  between  the  tetrahedron  and  cube 
125°  15'  52',  required  125°  15'  52  \  The  crystallographic  works  of  the  same  author,  as  well 
as  those  of  many  other  Workers  in  the  same  field,  contain  many  illustrations  on  the  same 
subject.  At  the  same  time  variations  in  angle  do  occasionally  occur,  from  a  change  in 
chemical  composition,  and  from  various  disturbing  causes,  such  as  heat  and  pressure  (see 
further,  p.  107).  Farther  than  this,  it  is  universally  true  that  exact  measurements  are  in 
comparatively  few  cases  possible.  Many  crystals  are  large  and  rough,  and  admit  of  only 
approximate  results  with  the  hand  goniometer;  others  have  faces  which  are  more  or  less 
polished,  but  which  give  uncertain  reflections.  This  is  due  in  some  cases  to  striations,  in 
others  to  the  fact  that  the  surfaces  are  carved  or  more  or  less  covered  with  markings  or 
etchings,  like  those  common  on  the  pyramidal  planes  of  quartz.  In  all  such  cases  there  is  a 
greater  or  less  discrepancy  between  the  measured  and  calculated  angles. 

The  important  point  to  be  noted  always  is  the  degree  of  accuracy  attainably  or,  in  other 
words,  the  probable  error.  The  true  result  to  be  accepted  is  always  to  be  obtained  by  the 
discussion  of  all  the  measurements  in  accordance  with  the  methods  of  least  squares.  This 
method  involves  considerable  labor,  and  in  most  cases  it  is  sufficient  to  take  the  arithmetical 
mean,  noting  what  degree  of  weight  is  to  be  attached  to  each  measurement.  It  is  to  be  noted 
that  where  measurements  vary  largely  the  probable  error  in  the  mean  accepted  will  be  con- 
siderable ;  moreover  an  approximate  measurement  may  not  be  the  more  accurate  because  it 
happens  to  agree  closely  with  the  theoretical  angle. 

For  the  determination  of  the  symbols  of  planes,  measurement  accurate  within  30',  or  even 
1°,  are  generally  sufficient. 

When  planes  are  rough  and  destitute  of  lustre  the  angles  can  best  be  obtained  with  the 
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reflecting  goniometer,  the  reflections  of  the  light  from  an  object  like  a  candle-flame,  being 
taken  in  place  of  more  distinct  images. 

For  imbedded  crystals,  and  often  in  other  cases,  measurements  may  be  very  advantage- 
ously made  from  impressions  in  some  material,  like  sealing-wax.  Angles  thus  obtained  ought 
to  be  accurate  within  one  degree,  and  suffice  for  many  purposes.  It  is  sometimes  of  advan- 
tage to  attach  to  the  planes  to  be  measured,  when  quite  rough,  fragments  of  thin  glass,  from 
which  reflections  can  be  obtained ;  this  must,  however,  be  done  with  care,  to  avoid  consider- 
able error. 

COMPOUND,  OR  TWIN  CRYSTAIjS. 

Twin  crystals  are  those  in  which  one  or  more  parts  regularly  arrranged 
are  in  reverse  position  with  reference  to  the  other  part  or  parts.  They 
often  appear  externally  to  consist  of  two  or  more  crystals  symmetrically 
united,  and  sometimes  have  the  form  of  a  cross  or  star.  They  also  exhibit 
the  composition  in  the  reversed  arrangement  of  part  of  the  planes,  in  the 
striae  of  the  surface,  and  in  re-entering  angles  ;  in  other  cases  the  compound 
structure  is  detected  only  by  polarized  light.  The  following  figures  are 
examples  of  the  simpler  kinds.     Fig.  263  is  a  twinned  octahedron  with 

264  264a 


Spinel. 


Oassiterite. 


re-entering  angles.  Fig.  263a  represents  the  regular  octahedron  divided 
into  two  halves  by  a  plane  parallel  to  an  octahedral  face  ;  the  revolving  of 
the  upper  half  around  180°  produces  the  twinned  form.  Fig.  264  consists 
of  a  square  prism,  with  pyramidal  terminations,  twinned  parallel  to  a 
diagonal  plane  between  opposite  solid  angles,  as  illustrated  in  f.  264a, 
a  representation  of  the  simple  form.  A  revolution  of  one  of  the  two 
halves  of  f.  264a  180°  about  an  axis  at  right  angles  to  the  diagonal  plane 
outlined  in  the  figure,  would  produce  the  form  in  ite.  264. 

Crystals  which  occupy  parallel  positions  with  reference  to  each  other, 
that  is,  those  whose  similar  axes  and  planes  are  parallel,  are  not  properly 
called  twins  ;  the  term  is  applied  only  where  the  crystals  are  united  in  their 
reversed  position  in  accordance  with  some  deducible  mathematical  law.  In 
conceiving  of  them  we  imagine  first  the  two  individuals  or  portions  of  the 
same  individual  to  be  in  a  parallel  position,  and  then  a  revolution  of  180° 
to  take  place  about  a  certain  line,  as  axis,  which  will  bring  them  into  the 
twinning  position. 

An  exception  to  the  principle  in  regard  to  parallel  axes  is  afforded  in  the  case  of  hemihe- 
dral  crystals,  in  some  of  which  a  revolution  of  180°  has  the  effect  of  producing  an  apparently 
holohedral  form,  the  axes  of  the  parts  revolved  remaining  parallel. 
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In  some  oases  (eg.,  hexagonal  forms),  a  revolution  of  60°  would  produce  the  twinned 
form,  but  in  treating  of  the  subject  it  is  better  to  make  the  uniform  assumption  of  a  revolu- 
tion of  ISO3,  which  will  answer  in  all  cases. 

It  is  not  to  be  supposed  that  twins  have  actually  been  formed  by  such  a  revolution  of  the 
parts  of  crystals,  for  the  twin  is  the  result  of  regular  molecular  growth  or  enlargement,  like 
that  of  the  simple  crystal  This  reference  to  a  revolution,  and  an  axis  of  revolution,  is  only 
a  convenient  means  of  describing  the  forms.  But  while  this  is  true,  it  is  important  to  ob- 
serve that  the  laws  deduced  to  explain  the  twinning  of  a  crystal  have,  from  a  molecular 
standpoint,  a  real  existence.  The  measurements  of  Schrauf  on  twins  of  oerussite  (Tsch. 
Min,  Mitth.,  1873,  209)  show  the  complete  correspondence  between  the  actual  angles  and 
those  required  in  accordance  with  the  law  of  twinning. 

Twinning  axis. — The  line  or  axis  about  which  the  revolution  of  180°  is 
supposed  to  take  place  is  called  the  twinning-axis  (Zwillingsaxe,  Germ.), 
or  axis  of  revolution. 

The  following  law  has  been  deduced  in  regard  to  this  axis,  upon  which 
the  theory  of  the  whole  subject  depends  : 

The  twiuning  axis  is  always  a  possible  crystallographic  line,  usually 
either  an  axis  or  a  normal  to  some  possible  crystalline  plane. 

Twinning-plane. — The  plane  normal  to  the  axis  of  revolution  is  called 
the  twinning-plane  (Zwillingsflache,  Genn.).  The  axis  and  plane  of  twin- 
ning bear  the  same  relation  to  both  individuals  in  their  reversed  position  ; 
consequently  (except  in  some  of  hemihedral  and  triclinic  forms)  the  twin- 
ned crystals  are  symmetrical  with  reference  to  the  twinning-plane. 

Composition-plane. — The  plane  by  which  the  reversed  crystals  is  united 
is  the  composition-plane  or  -face  (Zusammensetzungsflache,  Germ.).  This 
and  the  twinning-plane  very  commonly  coincide;  this  is  true  of  the  simple 
examples  given  above  (f.  263,  2(U)  where  the  plane  about  which  the  revolu- 
tion is  conceived  as  having  taken  place  (normal  to  the  twinning  axis),  and 
the  plane  by  which  the  semi-individuals  are  united,  are  identical.  When 
uot  coinciding  the  two  planes  are  generally  at  right  angles  to  each  other, 
that  is,  the  composition  face  is  parallel  to  the  axis  of  revolution.  Examples 
of  this  are  given  beyond  (p.  99).  Still  again,  where  the  crystals  are  not 
regularly  developed,  and  where  they  interpenetrate,  and,  as  it  were,  exer- 
cise a  disturbing  influence  upon  each  other,  the  contact  surface  may  be 
interrupted,  or  may  be  exceedingly  irregular.  In  such  cases  the  axis  and 
plane  of  twinning  have,  as  always,  a  detinite  position,  but  the  composition- 
race  has  lost  its  significance. 

Thus  in  quartz  the  interpenetrating  parts  have 
often  no  rectilinear  boundary,  but  mingle  in  the  most 
irregular  manner  throughout  the  mass,  and  showing 
this  composite  irregularity  by  abrupt  variations  of  the 
planes  at  the  surface.  Fig.  265  exhibits  by  its  shaded 
part  the  parts  of  the  plane  —  1  that  appear  over  the 
surface  of  the  plane  i?,  owing  to  the  interior  composi- 
tion. This  internal  structure  of  quartz,  found  in  almost 
all  quartz  crystals,  even  the  common  kinds,  is  well 
brought  out  by  means  of  polarized  light ;  also,  by 
etching  with  hydrofluoric  acid,  the  plane  —  1  and  R 
becoming  etched  unequally  on  the  same  amount  of 
exposure  to  the  acid. 

The  twinning-plane  ir,  with  rare  exceptions,  a  pos- 
sible occurring  plane  on  the  given  species,  and  usually  one  of  the  more 
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frequent  or  fundamental  planes.  The  exceptions  occur  only  in  the  triclinic 
and  monoclinic  systems,  where  the  twinning  axis  is  sometimes  one  of  the 
oblique  crystal lographic  axes,  and  then  the  plane  of  twinning  normal  to  it 
is  obviously  not  necessarily  a  crystal  lographic  plane,  this  is  conspicuous  in 
albite.  In  these  cases  the  composition-face  is  often  of  more  significance 
than  the  t winning-plane,  the  former  being  distinct  and  parallel  to  the 
axis,  in  accordance  with  the  principle  stated  above. 

With  reference  to  the  composition-face,  the  twinning  may  be  described  as  taking  place  (1) 
by  a  revolution  on  an  axis  at  right  angles  to  the  composition-face,  (2)  on  an  axis  parallel 
to  it  and  vertical,  (3)  by  an  axis  parallel  to  it  and  horizontal;  whether  the  revolution 
takes  place  with  the  right  or  left  half  of  the  crystal,  the  twin  is  right-  or  left-handed. 

One  further  principle  is  of  theoretical  importance  in  the  mathematical 
explanation  of  the  forms.  The  twinning  axis  may,  in  many  cases,  be  ex- 
changed for  another  line  at  right  angles  with  it,  a  revolution  about  which 
will  also  satisfy  the  conditions  of  producing  the  required  form.  An  exam- 
ple of  this  is  furnished  by  f.  318,  of  orthoclase ;  the  composition-face  is 
parallel  to  i-\  the  axis  of  revolution  also  parallel  to  this  plane,  and  (a)  nor- 
mal to  i~i,  which  is  then  consequently  the  t winning-plane,  though  the  axis 
does  not  coincide  with  the  erystallographic  axis,  or  (p)  it  may  coincide  with 
the  vertical  axis,  and  then  the  twinning-plane  normal  to  it  is  not  a  crys- 
tallographic plane.  In  other  simpler  cases  also,  the  same  principle  holds 
good,  generally  in  consequence  of  the  possible  mutual  interchange  of  the 
planes  of  twinning  and  composition.  In  most  cases  the  true  twinning-plane 
is  evident,  since  it  is  parallel  to  some  plane  on  the  crystal  of  simple  mathe- 
matical ratio. 

An  interesting  example  of  the  above  principle  is  furnished  by  the  species  staurolite. 
Fig.  307,  p.  98,  shows  a  prismatic  twin  observed  by  the  author  among  crystals  from  Fannin 
Co.,  Ga.  The  measured  angle  for  »'-i  a  W  was  70"  30'  ;  the  twinning-axis  deduced  from 
this  may  be  the  normal  to  the  plane  ^|,  which  would  then  be  the  twinning-plane.  Instead 
of  this  axis,  its  complementary  axis  at  right  angles  to  it  may  be  taken,  which  will  equally 
well  produce  the  observed  form.  Now  in  this  species  it  happens  that  the  planes  t-i  and  i-j 
(over  i-l)  are  almost  exactly  at  right  angles  (90°  8')  with  each  other,  and  hence,  according  to 
this  latter  supposition,  t-3  becomes  the  twinn  ng-plane,  and  the  axis  of  revolution  is  normal 
to  it.  Hence,  either  t'-f  or  i-3  may  be  the  twinning-plane,  either  supposition  agrees  closely 
with  the  measured  angle,  which  could  not  be  obtained  with  great  accuracy.  The  former 
method  of  twinning  (i-\)  conforms  to  the  other  twins  observed  on  the  species,  and  hence  it 
may  be  accepted.  What  is  true  in  this  case,  however,  is  not  always  true,  for  it  will  seldom 
happen  that  of  the  two  complementary  axes  each  is  so  nearly  normal  to  a  plane  of  the  crystal. 
In  most  cases  one  of  the  two  axes  conforms  to  the  law  in  being  a  normal  to  a  possible  plane, 
and  the  other  does  not,  and  hence  there  is  no  doubt  as  to  which  iB  the  true  twinning  axis. 

Contact-twins  and  Penetration-twins. — In  contact-twins,  when  normally 
formed,  the  two  halves  are  simply  connate,  being  united  to  each  other  by 
the  composition-face ;  this  is  illustrated  by  f.  263,  264.  In  actually  occur- 
ring crystals  the  two  parts  are  seldom  symmetrical,  as  demanded  by  theory, 
l)ii t  one  may  preponderate  to  a  greater  or  less  extent  over  the  other ;  in 
some  cases  only  a  small  portion  of  the  second  individual  in  the  reversed 
position  may  exist.  Very  great  irregularities  are  observed  in  nature  in  this 
respect.  Moreover,  the  re-entering  angles  are  often  obliterated  by  the  ab- 
normal developments  of  one  or  other  oi  the  parts,  and  often  only  an  indis- 
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Fluorite. 


Hematite. 


tinct  line  on  some  of   the  faces   marks   the   division  between  the   two 
individuals. 

Penetration-twins  are  those  in  which  two  or  more  complete  crystals 
interpenetrate,  as  it  were  crossing  through  each  other,  iNormally,  the 
crystals  have  a  common  centre,  which  is  the  centre  of  the  axial  system  for 
both ;  practically,  however,  as  in  contact-twins,  great  irregularities  occur. 

Examples  of  these  twins  are 
given  in    the  annexed    figures,  266  267 

f.  266,  of  fluorite,  and  f.  267,  of 
hematite.  Other  examples  occur 
in  the  pages  following,  as,  for 
instance,  of  the  species  staurolite, 
f .  309  to  312,  the  crystals  of  which 
sometimes  occur  in  nature  with 
almost  the  perfect  symmetry  de- 
manded by  theory.  It  is  obvi- 
ous that  the  distinction  between 
contact  and  penetration-twins  is 
not  a  very  important  one,  and  the  line  cannot  always  be  clearly  drawn 
between  them. 

Paragenic  and  Metagenic  twins. — The  distinction  of  paragenic  and 
metagenic  twins  belongs  rather  to  crystallogeny  than  crystallography.  Yet 
the  forms  are  often  so  obviously  distinct  that  a  brief  notice  of  the  dis- 
tinction is  important. 

In  ordinary  twins,  the  compound  structure  had  its  beginning  in  a  nucleal 
compound  molecule,  or  was  compound  in  its  very  origin  ;  and  whatever 
inequalities  in  the  result,  these  are  only  irregularities  in  the  development 
from  such  a  nucleus.  But  in  others,  the  crystal  was  at  first  simple  ;  and 
afterwards,  through  some  change  in  itself  or  in  the  condition  of  the  mate- 
rial supplied  for  its  increase,  received  new  layers,  or  a  continuation,  in  a 
reversed  position.  This  mode  of  twinning  is  metagenic,  or  a  result  subse- 
quent to  the  origin  of  the  crystal ;  while  the  ordinary 
mode  is  paragenic.  One  form  of  it  is  illustrated  in 
f.  268.  The  middle  portion  had  attained  a  length 
of  half  an  inch  or  more,  and  then  became  genieu- 
lated  simultaneously  at  either  extremity.  These 
geniculations  are  often  repeated  in  rutile,  and  the 
ends  of  the  crystal  are  thus  bent  into  one  another,  and 
occasionally  produce  nearly  regular  prismatic  forms. 

This  metagenic  twinning  is  sometimes  presented 
by  the  successive  layers  of  deposition  in  a  crystal, 
as  in  some  quartz  crystals,  especially  amethyst,  the 
inseparable  layers,  exceedingly  thin,  being  of  oppo- 
site kiuds.  So  calcite  crystals  are  sometimes  made 
np  of  twinned  layers,  which  are  due  to  an  oscillatory 
process  of  twinning  attending  the  progress  of  the 
crystal.  In  a  similar  manner,  crystals  of  the  triclinic  feldspars,  albite, 
etc.,  are  often  made  up  of  thin  plates  parallel  to  i-l,  by  oscillatory  compo- 
sition, and  the  face  0,  accordingly,  is  finely  striated  parallel  to  the  edge 
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Repeated  tivinning. — In  the  preceding  paragraph  one  case  of  repeated 
twinning  ha9  been  mentioned,  that  of  the  feldspars ;  it  is  a  case  of  parallel 
repetition  or  parallel  grouping  of  the  successive  crystals.  Another  kind  is 
that  which  is  illustrated  by  f.  295,  297,  311,  where  the  successively 
reversed  individuals  are  not  parallel.  In  this  case  the  axes  may,  however, 
lie  in  a  zone,  as  the  prismatic  twins  of  aragonite,  or  they  may  be  inclined 
to  each  other,  as  in  f.  311,  of  staurolite.  In  all  such  cases  where  the  repeti- 
tion of  the  twinning  tends  to  produce  circular  forms,  as  f .  281,  of  rutile,  the 
number  of  individuals  is  equal  to  the  number  of  times  the  angle  between 
the  two  axial  systems  is  contained  in  360°.  For  example,  five-fold  twins 
occur  in  the  tetrahedrons  of  gold  and  sphalerite,  since  5  x  70°  32'  (the  tetra- 
hedral  angle)  =  360°  (approx.).  A  compound  crystal,  when  there  are  three 
individuals,  is  called  a  Trilling  (Drilling,  Germ.),  where  there  are  four 
individuals,  a  Fourling  (Vierling,  Germ.),  etc. 

Compound  crystals  in  which  twinning  exists  in  accordance  with  two  laws 
at  once  are  of  rare  occurrence ;  an  excellent  example  is  afforded  by  stauro- 
lite, f.  312.  They  have  also  been  observed  on  albite  (f.  333),  orthoclase, 
chalcocite,  and  in  other  less  distinct  cases. 


Examples  of  different  methods  of  Twinning* 

Isometric  System. — With  few  exceptions  the  twins  of  this  system  are  of 
one  kind,  the  twinning  axis  an  octahedral  axis,  and  the  twinning  plane 
consequently  an  octahedral  plane  /  in  most  cases  also  the  latter  coincides 
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with  the  composition-face.  Fig.  263  shows  this  kind  as  applied  to  the 
simple  octahedron,  it  is  especially  common  with  the  spinel  gronp  of  min- 
erals ;  similarly,  f.  269,  a  more  complex  form,  and  also,  f.  270,  a  dodeca- 
hedron twinned  ;  all  these  are  contact  twins.  Fig.  271  is  a  penetration 
twin  following  the  same  law  ;  the  twinning  being  repeated,  and  the  form 
flattened  parallel  to  an  octahedral  face.     Fig.  266,  p.  91,  shows  a  twin  of 

*  A  complete  enumeration  of  the  different  methods  of  twinning  observed  under  the  differ- 
ent systems,  with  detailed  descriptions  and  many  figures,  will  be  found  in  Vol.  II.  of  Roee- 
Sadebeck's  Crystallography  (Angewandte  Kryatallographie,  284  pp.,  8?o,  Berlin,  1876). 
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fluorite,  two  interpenetrating  cubes ;  f .  272  exhibits  a  dodecahedral  twin 
of  sodalite  occurring  in  nature  of  almost  ideal  symmetry,  and  f.  273  is  a 
tetrahedral  twin  of  the  species  tetrahedrite  ;  the  same  law  is  true  for  all. 
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Sodalite. 


Tetrahedrite. 


Haiiynite. 


Figs.  274,  275,  276,  are  twins  whose  axes  are  parallel ;  these  forms  are 
possible  only  with  hemihedral  crystals.  The  twinning  axis  is  here  a  dode- 
cahedral axis  and  the  twinning  plane  a  dodecahedral  plane.     The  same 
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method  of  composition  is  often  seen  in  dendritic  crystallizations  of  native 
gold  and  copper,  in  which  the  angle  of  divergence  of  the  branches  is  60° 
and  120°,  the  interfacial  angles  or  a  dodecahedron.  The  brownish-black 
mineral  in  the  mica  from  Pennsbury,  Pa.,  is  magnetite  in  this  form  (f .  277), 
as  first  observed  by  G.  J.  Brush. 

Tetragonal  System. — The  most  common  method  is  that  where  the  twin  • 
nin^-plane  is  parallel  to  \-i.  It  is  especially  characteristic  of  rutile  and 
cassiterite.  This  is  illustrated  in  f.  264  and  similarly  in  f.  278.  Fig.  268 
shows  a  similar  twin  of  rutile,  and  in  f.  281  to  283  the  twinning  according 
to  this  law  is  repeated.  In  f.  281  the  vertical  axes  of  the  successive  six 
individuals  lie  in  a  plane,  and  an  enclosed  circle  is  the  result ;  in  f.  282  the 
successive  vertical  axes  form  a  zig-zag  line  ;  there  are  here  four  individuals, 
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add  four  more  behind,  the  last  (VIII)  uniting  with  the  first  (I),  and  let  it 
be  developed  vertically,  and  the  complex  form  produced  results  in  the 
scalenohedron  twin  of  f.  283.     In  chalcopyrite,  the  octahedron  1,  which  is 


Cassiterite. 


Chalcopyrite. 


Soheelite. 


very  near  a  regular  octahedron  in  angle,  may  be  the  twinning-plane,  and 
forms  are  thus  produced  very  similar  to  f.  263.  With  hemihearal  forms 
twinning  may  take  place  as  shown  in  f.  280,  where  the  axis  of  revolution 


Rutile. 


Rutile. 


is  a  diagonal  axis,  and  the  plane  of  twinning  the  prism  L  It  is  not  always 
indicated  by  a  re-entering  angle,  but  is  sometimes  only  6hown  by  the 
oblique  6triations  in  two  directions  meeting  in  the  line  of  contact. 
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Pyrrhotite. 


Another  mode  of  twinning  is  that  occurring  in  leucite,  observed  by  vom 
Rath,  who  showed  the  species  to  be  tetragonal.  The  twinning-plane  is  here 
2-i.     (Jahrb.  Min.,  1873,  113.) 
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Hexagonal  System. — In  the  holohedral  division  of  this  system  twins  are 
rare.  An  example  is  furnished  by  pyrrhotite,  f.  284,  where  the  twinning- 
plane  is  the  pyramid  1,  the  vertical  axes  of  the  individual  crystals  being 
nearly  at  right  angles  to  each  other  (O  A  1  =  135?  8').  Another  example 
is  tridymite  *  (see  p.  266),  where  the  twinning-plane  is  either  the  pyramid 
iorf. 


Calotte. 


Calcite. 


Chabazite. 


In  the  species  of  the  rhombohedral  division  twins  are  numerous ;  the 
ordinary  methods  are  the  following:  the  twinning-plane  the  rhombohe- 
dron  12,  f .  285  ;  the  rhombohedron  -  2i?,  f .  288  ;  the  rhorabohedron  —  ili, 
f .  286.  The  last  mentioned  method  is  common  in  masses  of  calcite,  where  by 
its  frequent  repetition  it  gives  rise  to  thin  lamellae ;  these  are  observed 
often  in  crystalline  limestones. 


Calcite. 


Calcite. 


Pyiaigyrite. 


The  twinning-plane  may  also  be  the  basal  plane,  the  axis  of  revolution 
consequently  the  vertical  axis.  This  is  illustrated  in  f.  287,  a  complex 
penetration  twin  of  chabazite,  also  f.  267  (hematite),  and  in  f.  289,  290. 
It  is  also  common  with  quartz,  the  two  crystals  sometimes  distinct,  and 
joined  by  a  prismatic  plane,  sometimes  interpenetrating  each  other  very 
irregularly,  as  shown  in  f .  265. 


*  G.  vom  Rath,  Pogg.  Ann.,  cxxxv.  487 ;  clii.  1. 

Digitized  by  UOOQ IC 


96 


CRYSTALLOGRAPHY. 


Orthorhombto  System. — In  the  orthorhombic  system  twins  are  exceed- 
ingly common,  and  the  variety  of  methods  is  very  great.  These  may,  how- 
ever, be  brought  into  two  groups,  according  as  the  twinning-plane  is  (1)  a 
prismatic  plane,  vertical  or  horizontal,  or  (2)  an  octahedral  plane.  The 
twinning  is  very  often  repeated,  and  always  in  accordance  with  the  law 
already  stated,  that  the  number  of  individuals  is  determined  by  the  number 
of  times  that  the  angle  of  the  two  axial  systems  is  contained  in  360° 

(a)  Twinning  parallel  to  a  prism  whose  angle  is  approximately  120°. 

1.  Prism  vertical. — The  principal  examples  are  aragonite,  I  A  I  =  116° 
10';  cerussite,  IaI=  117*  13' ;  witherite,  /A  /  =  118°  30';  bromlite, 
I A  I  =  118°  50' ;  chalcocite,  I A  1  =  119°  35' ;  stephanite,  1 A  1  =  115° 
39';  dyscrasite,  7a7=  119°  59'.  Figs.  291,  292,  represent  twins  of  ara- 
gonite in  accordance  with  this  law.  F igs.  293,  294,  show  cross-sections  of 
the  two  prisms  of  the  preceding  figures,  in  the  latter  the  form  is  hexagonal, 
though  not  regularly  so.     Fig.  295  is  a  cruciform  twin  of  the  same  species. 
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Aragonite. 


Aragonite. 


Aragonite. 


2.  Prism  horiaorUal ;  that  is,  a  macrodome. — Examples :  areenopyrite, 
14  A  14  =  120°  46' ;  leadhillite,  14  A  14  =  119°  20' ; 
humite,  type  L 

3.  Prism  horizontal ;  that  is,  a  brachydome. — 
Examples  :  manganite,  14  A  14  =  122°  5(X  (f.  296) ; 
chrvsoberyl,  3  I  A  34  (f.  300)  =120°  13' ;  columbite, 
24A  24  =  117°  20'. 

In  all  these  cases  there  is  a  strong  tendency  toward 
repetition  of  the  twinning,  by  which  forms  of te*n  stel- 
late, sometimes  apparently  hexagonal,  result.  These 
forms  are  illustrated  in  the  following  figures  :  f.  297 
is  of  witherite ;  f .  298  a  crystal  of  leadhillite,  in  its 
twinned  form  of  very  rhombohedral  aspect  Figs. 
599  and  300  are  both  chrysoberyl,  where  3-4  is  the 
twinning-plane  ;  six-rayed  twins  are  very  comraoo  in 
this  species. 

The  genesis  of  these  forms  is  further  illustrated  by  the  following  croee- 


Manganite. 
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sections.    Fig.  301  shows  a  cross-section  of  a  cerussite  twin,  and  f .  302  one 
of  the  crystal  of  leadhillite  figured  above  (f.  298). 


Witherite. 


Leadhillite. 


Chiysoberyl. 


Chrysoberyl. 


In  f .  303,  three  rhombic  prisms,  7,  of  aragonite,  are  combined  about  their 
acute  angles,  the  dotted  lines  showing  the  outlines  of  the  prisms,  and  the 
cross  lining  the  direction  of  the  bracny  diagonal ;  and  in  f .  304,  four  are 
similarly  united.     In  f .  305,  three  similar  prisms,  7",  are  combined  about  the 
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obtuse  angle.  This  twin  combination  may  take  the  form  of  a  hexagonal 
prism,  with  or  without  re-entering  angles ;  of  a  three-rayed  twin,  like  f. 
301,  and  if  a  penetration-twin,  of  a  composite  prism,  like  f.  306  (the  num- 
bering of  the  parts  showing  the  relation),  or  a  six-rayed  twin.  In  all  these 
cases  the  6tellate  form  depends  on  the  extension  of  the  individuals  beyond 
the  normal  limits. 

(b)  Prismatic  angle  approximately  that  of  the  regular  octahedron,  109° 
28'.    An  example  is  furnished  by  the  species  stauronte  (f.  307),  where  the 
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twinning-plane  is  t-J,  and  the  corresponding  prismatic  angle  is  109°  14' 

(over  i-l,  or  70°  46'  over  i-h. 
307  308  Another  example  is  furnished 

by  raarcasite,  whose  prismatic 
angle  is  106°  5'.  The  twins 
are  generally  compound,  the 
repetition  with  the  twinninjr- 
plane       sometimes      parallel, 

sometimes  oblique,  see  p.  225. 

^\         L  N^r  T *^        In  f.  308  the  compound  cm- 

V- — \/y  tal  consists  of  five  individuals, 

,  Staurolite.       %  Marcasite.  since  A^  times  73°  55'  is  RJ> 

proximately  equal  to  360°. 

(c)  Prismatic  angle  approximately  90°.  Examples  are  furnished  by 
bournonite,  1  A  I  =  91°  12',  see  p.  232,  and  stanrolite.  In  the  latter  ca>*e 
the  twinning-plane  is  a  brachydome,  £-£,  and  the  angle  is  91°  18' ;  the  form 
is  shown  in  f.  309,  it  being  that  of  a  nearly  rectangular  cross.  See  also 
phillipsite,  p.  323. 

2.  The  twinning-plane  may  be  also  an  octahedral  plane.  An  excellent 
example  is  furnished  by  staurolite,  where  the  twinning-plane  is  J-f  (f.  310). 
The  crystals  cross  at  angles  of  nearly  120°  and  60°,  hence  the  form  in  f. 
311,  consisting  of  three  individuals  (trilling)  forming  a  6ix-rayed  star.  In 
f.  312  both  this  method  of  twinning  and  that  mentioned  above  are  com- 


Staurolite. 


Stanrolite. 


Staurolite. 


Staurolite. 


bined.  There  are  thus  for  the  species  staurolite  three  methods  of  twin- 
ning, parallel  to  i-|,  to  £4,  and  to  §-~.  If  the  occurring  prism  is  made  /-J. 
then  the  three  twinning-planes  become  /,  1-*,  1,  or  fundamental  planes,  as 
is  usually  true. 

Monoclinic  system. — The  following  examples  comprise  the  more  com- 
monly occurring  methods  of  twinning  in  this  system. 

(a)  The  twinning-plane  is  the  orthopinacoid  (i-t).  This  is  true  in  the 
case  of  the  common  twins  of  orthoclase  (f.  318),  called  the  Carlsbad  twins. 
The  axis  of  revolution  is  normal  to  i-i  (see  also  p.  90),  while  the  two 
crystals-  are  united  by  the  clinopinacoid,  which  is  consequently  the  compo- 
sition-face. These  twins  may  be  either  right-  or  left-nanded  (f.  318  or 
f.  319),  according  as  the  right  or  left  half  of  the  simple  form  (f.  317)  has 
been  revolved. 
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Fig.  313,  of  pyroxene,  is  another  familiar  example ;  so  also  f.  314,  of  which 
f.  315  is  the  simple  form.  Fig.  320  is  a  twin  or  scolecite,  where  the  twin 
structure  is  shown  by  the  striations  on  the  clinopinacoid. 
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Pyroxene. 
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Sooledte. 


A  form  of  penetration-twin,  with  i-i  the  twinning-plane,  is  shown  in 
f.  321  (from  von  Lang).     The  mode  of  combi- 
nation and  cross-penetration  of  the  two  crystals  321 
1,  2, is  illustrated  in  f.  322 ;  it  is  a  medial  section 
of  f.  321  from  front  to  back. 

(b)  The    twinning-plane    may    also    be    the 
asal  plane.     This  is  common  with  orthoclase 

(f.  324) ;  also  with  gypsum  (f .  323).  It  has 
also  been  observed  by  the  author  in  chondro- 
dite,  type  II  and  III,  from  Brewster,  N.  Y.,  see 
p.  305. 

(c)  Figs.  325,  326,  327  show  another  method 
of  twinning  of  orthoclase  parallel  to  the  clino- 
dome,  2-i.      These  twins  are  peculiar  in  that  Malachite. 
they   form    nearly    rectangular  prisms,    since 

0  A  24  =  135°  3£'.  They  are  common  among  the  orthoclase  crystals  from 
Baveno,  and  hence  are  called  Baveno  twins.  This  method  of  twinning  is 
also  common  with  the  amazon-stone  of  Pike's  Peak. 

The  union  of  four  crystals  of  this  kind  produces  the  form  represented  in 
f.  325 ;  and  the  same,  by  penetration,  develops  the  penetration-twin  of 
f.  327  (from  v.  Rath),  which  apparently  consists  of  four  pairs  of  twins,  but 
may  be  regarded  as  made  by  the  cross^penetration  of  the  crystals  of  two 
pairs,  or  of  the  four  of  f.  32o. 

Forms  like  f.  325  may  have  one  of  the  four  parts  undeveloped  and  so 
consist  of  three  united  crystals,  and  also  the  other  parts,  as  in  such  com- 
pound twins  generally,  may  be  very  unequal. 

Twins  corresponding  to  those  of  the  orthorhombic  system,  where  the 
twinning-plane  is  a  prism  whose  angle  is  nearly  120°,  have  been  observed 
by  vom  Kath  in  hnmite,  types  II  and  III. 

Tbiclinic  system. — In  the  twins  of  the  triclinic  system,  the  three  axes 
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may  be  axes  of  revolution,  in  which  case  the  twinning-planes  are  not  occur- 
ring crystallographic  planes ;  or,  the  pinacoid  planes  may  be  the  planes  of 
twinning  and  the  normals  to  them  the  axes  of  revolution.  Some  of  the 
cases  are  illustrated  in  the  following  figures  of  albite.  In  f.  329  the 
brachy  pinacoid  (i-$)  is  the  twinning-plane ;  f .  328  is  the  same,  but  it  is  a 
penetration-twin ;  this  is  the  most  common  method  of  twinning  with  this 
species. 


Gypeum. 


Orthoclase. 


Orthoolase. 


Orthoclase. 


In  f.  332  the  vertical  axis  is  the  t winning-axis.  Fig.  333  (from  6.  Eose) 
is  a  double  twin,  the  two  halves  of  which  are  like  f.  328,  but  they  are 
twinned  together  like  f.  332.     It  happens  in  albite  that  the  plane  angles 


on  i-l,  made  bv  the  edges  /*A  O  and  I A 1  differ  but  37'  (the  former  being: 
116°  26',  the  latter  115°  55'),  and  hence  it  is  that  in  the  twin  O  and  1  fall 
nearly  into  one  plane. 
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Composition  parallel  to  0,  where  the  revolution  is  on  a  horizontal  axis 
normal  to  the  shorter  diagonal  of  0,  is  ex- 
emplified in  f.  334  (from  G.  Rose).  Both 
right-  and  left-handed  twins  of  thi6  kind 
occur;  also  double  twins  in  which  this 
method  is  combined  with  twinning  (like 
that  in  f .  329,  330),  parallel  to  i-i. 

A  thorough  discussion  of  the  method  of 
twinning  in  the  tri clinic  system  has  been 
given  by  Schrauf  in  his  monograph  of  the 
6pecies  twrochantite  (Bef.  Ak.,  Wien,  lxvii.,  275, 1873). 


Albite. 


Regular  Grouping  of  Crystals. 


Connected  with  the  subject  of  twin  crystals  is  that  of  the  parallel  posi- 
tion of  associated  crystals  of  the  same  species,  or  of  different  species. 
Crystals  of  the  same  species  occurring  together  are  very  commonly 
in  parallel  position.  In  this  way  large  crystals  are  sometimes  built  up  of 
smaller  .individuals  grouped  together  with  corresponding  planes  parallel. 
This  parallel  grouping  is  often  seen  in  crystals  as  they  fie  on  the  support- 
ing rock.  On  glancing  the  eye  over  a  surface  covered  with  crystals,  a 
reflection  from  one  face  will  often  be  accompanied  with  reflections  from  the 
corresponding  face  in  each  of  the  other  crystals,  showing  that  the  crystals 
are  throughout  similar  in  their  positions. 

Crystals  of  different  species  often  show  the  same  tendency  to  parallelism 
in  mutual  position.  This  is  true  most  frequently  of  species  which,  from 
similarity  of  form  and  composition,  are  said  to  be  isomorphons  (see  p.  177). 
Crystals  of  albite,  implanted  on  a  surface  of  orthoclase,  are  sometimes  an 
example  of  this ;  crystals  of  hornblende  and  pyroxene,  and  of  various  kinds 
of  mica  are  also  at  times  observed  associated  in  parallel  position. 

The  same  relation  of  position  also  occasionally  occurs  where  there  is  no 
connection  in  composition,  as  the  crystals  of  rutile  on  tabular  crystals  of 
hematite,  the  vertical  axes  of  the  former  coinciding  with  the  lateral  axes 
of  the  latter.     Breithaupt  has  figured  crystals  of  calcite,  whose  rhombo- 
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hedral  faces  (—  iB)  had  a  series  of  quartz  crystals  upon  them,  all 
parallel  position  (f .  335) ;  and  Frenzel  and  vom  Rath  have  described  the 
same  association  where  three  such  quartz  crystals,  one  on  each  rhombo- 
hedral  face,  entirely  enveloped  the  calcite,  and  uniting  with  re-entering 
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angles  formed  pseudo-twins  (rather  trillings)  of  quartz  after  calcite.  The 
author  has  described  a  similar  occurrence  from  "  Specimen  Mountain,"  in 
the  Yellowstone  Park ;   the  form  is  shown  in  f .  336.     (Am.  J.  ScL,  III., 

xii.,  1876.) 


IRREGULARITIES  OF  CRYSTALS. 

The  laws  of  crystallization,  when  unmodified  by  extrinsic  causes,  should 
produce  forms  of  exact  symmetry ;  the  angles  being  not  only  equal,  but 
also  the  homologous  faces  of  crystals  and  the  dimensions  in  the  directions 
of  like  axes.  This  symmetry  is,  however,  so  uncommon,  that  it  can 
hardly  be  considered  other  than  an  ideal  perfection.  Crystals  are  very 
generally  distorted,  and  often  the  fundamental  forms  are  so  completely  dis- 
guised, that  an  intimate  familiarity  with  the  possible  irregularities  is  re- 
quired in  order  to  unravel  their  complexities.  Even  the  angles  may 
occasionally  vary  rather  widely. 

The  irregularities  of  crystals  may  be  treated  of  under  several  heads :  1, 
Imperfections  of  surface /  2,  Variations  of  form,  and  dimensions}  3, 
Variations  of  angles  ;  4,  Internal  imperfections  and  impurities. 


I.  Imperfections  in  the  Surfaces  of  Crystals. 

1.  Striations  or  annular  elevations  arising  from  oscillatory  combina- 
tions.— The  parallel  lines  or  furrows  on  the  surfaces  of  crystals  are  called 
strim,  and  such  surfaces  are  said  to  be  striate*!. 

Each  little  ridge  on  a  striated  surface  is  enclosed  by  two  narrow  planes 
more  or  less  regular.  These  planes  often  correspond  in  position  to  differ- 
ent planes  of  the  crystal,  and  we  may  suppose  these  ridges  to  have  been 
formed  by  a  continued  oscillation  in  the  operation  of  the  causes  that  give 
rise,  when  acting  uninterruptedly,  to  enlarged  planes.  By  this  means,  the 
surfaces  of  a  crystal  are  marked  in  parallel  lines,  with  a  succession  of  nar- 
row planes  meeting  at  an  angle  and  constituting  the  ridges  referred  to. 

This  combination  of  different  planes  in  the  forma- 
tion of  a  surface  has  been  termed  oscillatory  com- 
iination.  The  horizontal  striae  on  prismatic  crystals 
of  quartz  are  examples  of  this  combination,  in 
which  the  oscillation  has  taken  place  between  the 

J)rismatic  and  pyramidal  planes.  As  the  crystals 
engthened,  there  was  apparently  a  continual  effort 
to  assume  the  terminal  pyramidal  planes,  which  effort 
was  interruptedly  overcome  bv  a  strong  tendency  to 
an  increase  in  the  length  of  the  prism.  In  this 
manner,  crystals  of  quartz  are  often  tapered  to  a 
point,  without  the  usual  pyramidal  terminations. 
Magnetite.  Other  examples  are  the  striation  on  the  cubic  faces 

of  pyrite  parallel  with  the  intersections  of  the  cube 
with  the  planes  of  the  pyritohedron ;  also  the  striations  on  magnetite 
(f.  337)  due  to  the  oscillation  between  the  octahedron  and  dodecahedron. 
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Prisms  of  tourmaline  are  very  commonly  bounded  vertically  "by  three  convex 
surfaces,  owing  to  an  oscillatory  combination  of  the  planes  /and  i-2. 

Faces  of  crystals  are  often  marked  with  angular  elevations  more  or  less 
distinct,  due  sometimes  also  to  oscillatory  combination.  Octahedrons  of 
fluorite  are  common  which  have  for  each  face  a  surface  of  minute  cubes, 
proceeding  from  an  oscillation  between  the  cube  and  octahedron.  This  is 
a  common  cause  of  drusy  surfaces  with  the  crystals  of  many  minerals. 

2.  Striations from  oscillatory  composition. — The  striatums  of  the  plane 
0  of  albite  and  other  triclinic  feldspars,  and  of  the  rhombohedral  surfaces 
some  calcite,  have  been  attributed,  on  p.  91,  to  oscillatory  twinning. 

3.  Markings  from  erosion  and  other  causes. — It  is  not  uncommon  that 
the  faces  of  crystals  are  uneven,  or  have  the  crystalline  structure  developed 
as  a  consequence  of  etching  by  some  chemical  agent.  Cubes  of  galeuite 
are  often  thus  uneven,  and  crystals  of  lead  sulphate  or  lead  carbonate  are 
sometimes  present  as  evidence  with  regard  to  the  cause.  Crystals  of  numer- 
ous other  species,  even  of  corundum,  spinel,  quartz,  etc.,  sometimes  show  the 
same  result  of  partial  change  over  the  surface — often  the  incipient  stage  in 
a  process  tending  to  a  final  removal  of  the  whole  crystal.  Interesting  in- 
vestigations have  been  made  by  various  authors  on  the  action  of  solvents  on 
different  minerals,  the  actual  structure  of  the  crystals  being  developed  in 
this  way.     These  are  referred  to  again  in  another  place  (p.  118). 

The  markings  on  the  surfaces  of  crystals  are  not,  however,  always  to  be 
ascribed  to  etching.  In  most  cases  etchings,  as  well  as  the  minute  angular 
elevations  upon  the  planes,  are  a  part  of  the  original  molecular  growth  of 
the  crystal,  and  often  serve  to  show  the  successive  stages  in  its  history. 
They  are  the  imperfections  arising  from  an  interrupted  or  disturbed  de- 
velopment of  the  form,  the  perfectly  smooth  and  even  crystalline  faces 
being  the  result  of  completed  action  free  from  disturbing  causes.  Ex- 
amples of  the  marking  referred  to  occur  on  the  crystals  of  most  minerals, 
and  conspicuously  so  on  the  pyramidal  planes  of  quartz. 

The  development  of  this  subject  belongs  rather  to  wystaUogeny  ;  refer- 
ence may,  however,  be  made  here  to  the  memoirs  of  Seharff,  bearing  on 
this  subject,  especially  one  entitled  "  Ueber  den  Quarz,  II.,  dei  Ueber- 
gangsflachen,"  Frankfort,  1874;  also  to  the  Crystallography  of  Sadebeck 
(for  title  see  Introduction). 

It  follows  from  the  symmetry  of  crystallization  that  like  planes  should 
be  physically  alike,  that  is  in  regard  to  their  surface  character ;  it  thus 
often  happens  that  on  all  the  crystals  of  a  species  from  a  given  locality,  or 
perhaps  from  all  localities,  the  same  planes  are  etched  or  roughened  alike. 
For  example,  on  crystals  of  datolite  from  Bergen  Hill,  the  plane  —  %i 
is  almost  uniformly  destitute  of  lustre;  there  is  much  uniformity  on  the 
crystals  of  quartz  in  this  respect. 

4.  Curved  surfaces  may  result  from  (a)  oscillatory  combination  ;  or  (b) 
some  independent  molecular  condition  producing  curvatures  in  the  lamina) 
of  the  crvstal ;  or  (e)  from  a  mechanical  cause. 

Curved  surfaces  of  the  first  kind  have  been  already  mentioned,  p.  102. 
A  singular  curvature  of  this  nature  is  seen  in  f .  339,  of  calcite  ;  and  another 
in  the  same  mineral  in  the  lower  part  of  f .  338,  in  which  traces  of  a  scaleno- 
hedral  form  are  apparent  which  was  in  oscillatory  combination  with  the 
prismatic  form. 
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Curvatures  of  the  second  kind  sometimes  have  all  the  face6  convex.  This 
is  the  case  in  crystals  of  diamond  (f.  340),  some  of  which  are  almost 
spheres.  The  mode  of  curvature,  in  which  all  the  faces  are  equally  oon- 
vex,  is  less  common  than  that  in  which  a  convex  surface  is  opposite  and 
parallel  to  a  corresponding  concave  surface.  Rhombohedrons  of  siderite 
(see  p.  381}  are  usually  thus  curved.  The  feathery  curves  of  frost  on  win- 
dows and  tne  flagging  stones  of  pavements  in  winter  are  other  examples  of 
curves  of  the  second  kind.  The  alabaster  rosettes  from  the  Mammoth 
Cave,  Ky.,  are  similar. 
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Caleite. 


Calcite. 


Diamond. 


A  third  kind  of  curvature  is  of  mechanical  origin.    In  many  species 

crystals  appear  as  if  they  had  been  broken 
transversely  into  many  pieces,  a  slight  dis- 
placement of  which  has  given  a  curved  form 
to  the  prism.  This  is  common  in  tourmaline 
and  beryl.  The  beryls  of  Monroe,  Conn., 
often  present  these  interrupted  curvatures, 
as  represented  in  f .  341 . 

Crystals  not  unfrequently  occur  with  a 
deep    pyramidal   depression  occupying  the 

?lace  of  each  plane,  as  is  often  observed  in  common  salt,  alum,  and  sulphur, 
'his  is  due  in  part  to  their  rapid  growth. 


Beryl,  Monroe,  Conn. 


II.  Variations  in  the  Forms  and  Dimensions  of  Crystals. 

The  simplest  modification  of  form  in  crystals  consists  in  a  simple  varia- 
tion in  length  or  breadth,  without  a  disparity  in  similar  secondary  planes. 
The  distortion,  however,  extends  very  generally  to  the  secondary  planes, 
especially  when  the  elongation  of  a  crystal  takes  place  in  the  direction  of  a 
diagonal,  instead  of  the  cry6tallographic  axes.  In  many  instances,  one  or 
more  planes  are  obliterated  by  the  enlargement  of  others,  proving  a  source 
of  much  perplexity  to  the  student.  The  interf acial  angles  remain  constant, 
unaffected  by  these  variations  in  form.  These  changes  in  form  often  give 
rise  to  what  is  called  by  Sadcbeck  pseudo-symmetry  ;  the  distorted  forms 
of  one  system  appearing  similar  to  the  normal  forms  of  another.  (Compare 
the  descriptions  of  the  following  figures.)    As  most  of  the  difficulties  in  the 
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study  of  crystals  arises  from  these  distortions,  this  subject  is  one  of  great 
importance. 

r  igs.  342  to  353  represent  examples  from  the  isometric  system. 

A  cube  lengthened  or  shortened  along  one  axis  becomes  a  right  square 

1>rism,  and  if  varied  in  the  direction  of  two  axes  is  changed  to  a  rectangu- 
ar  prism.  Cubes  of  pyrite,  galenite,  fluorite,  etc.,  are  generally  thus  dis- 
torted. It  is  very  unusual  to  nnd  a  cubic  crystal  that  is  a  true  symmetrical 
cube.  In  some  species  the  cube  or  octahedron  (or  other  isometric  form)  is 
lengthened  into  a  capillary  crjstal  or  needle,  as  happens  in  cuprite  and 
pyrite. 

An  octahedron  flattened  parallel  to  a  face,  or  in  the  direction  of  a  trigonal 
interaxis,  is  reduced  to  a  tabular  crystal  (f.  342).  If  lengthened  in  the 
same  direction,  it  takes  the  form  in  f .  343  ;  or  if  still  farther  lengthened 
to  the  obliteration  of  A',  it  becomes  an  acute  rhombohedron  (same  figure). 
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When  an  octahedron  is  extended  in  the  direction  of  a  line  between  two 
opposite  edges,  or  that  of  a  rhombic  interaxis,  it  has  the  general  form  of 
a  rectangular  octahedron ;  and  still  farther  extended,  as  in  f .  344,  it  is 
changed  to  a  rhombic  prism  with  dihedral  summits  (spinel,  fluorite,  magne- 
tite).   The  figure  represents  this  prism  lying  on  its  acute  edge. 

The  dodecahedron  lengthened  in  the  direction  of  a  diagonal  between  the 


obtuse  solid  angles,  that  is,  that  of  a  trigonal  interaxis,  becomes  a  six- 
sided  prism  with  three-sided  summits,  as  in  f.  345  ;  and  shortened  in  the 
same  direction  is  a  short  prism  of  the  same  kind  (f.  346).  Both  resemble 
rhombohedral  forms  and  are  common  in  garnet  and  zinc  blende.  When 
lengthened  in  the  direction  of  one  of  the  cubic  axes,  it  becomes  a  square 
prism  with  pyramidal  summits  (f.  347),  and  shortened  along  the  same  axis 
it  is  reduced  to  a  square  octahedron,  with  truncated  basal  angles  (f.  348). 
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The  trapezohedron  is  still  more  disguised  by  its  distortions.  When  elon- 
gated in  the  line  of  a  trigonal  interaxis,  it  assumes  the  form  in  f.  349  ;  and 
still  farther  lengthened,  to  the  obliteration  of  some  of  the  planes,  becomes 
a  scalene  dodecahedron  (f .  350).  This  has  been  observed  in  fluor  spar. 
Only  twelve  planes  are  here  present  out  of  the  twenty-four.  Threads  of 
native  gold  from  Oregon,  are  strings  of  crystals  presenting  the  form  of  this 
very  acute  rhombohedron,  with  the  other  planes  of  the  trapezohedron  2-2 
(the  scalenohedral  and  the  terminal  obtuse  rhombohedral)  quite  small  at 
the  extremities. 

If  the  elongation  of  the  trapezohedron  takes  place  along  a  cubic  axis,  it 
becomes  a  double  eight-sided  pyramid  with  four-sided  summits  (f.  351)  ;  or 
if  these  summit  planes  are  obliterated  by  a  farther  extension,  it  becomes  a 
complete  eight-sided  double  pyramid  (f.  352). 

851 


A  scaleno-dodecahedron  of  calcite  is  shown  distorted  in  f .  353,  which  ap- 
pears, however,  to  be  an  eight-sided  prism,  bounded  laterally  by  the  planes 
7?,  I8,  l8,  and  7?,  and  their  opposites,  and  terminated  by  the  remaining  planes. 
The  following  figures  of  quartz  (f.  354,  355)  represent  distorted  forms  of 
this  mineral,  in  which  6ome  of  the  pyramidal  faces  by  enlargement  dis- 
place the  prismatic  faces,  and  nearly  obliterate  some  of  the  other  pyramidal 
races ;  see  also  f .  336. 
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Calcite. 


Quarts. 


Quarts. 


Fig.  356  is  a  distorted  crystal  of  apatite  ;  the  same  is  shown  in  f .  357 
with  the  normal  symmetry.  The  planes  between  O  and  the  right  /  are 
enlarged,  while  the  corresponding  planes  below  are  in  part  obliterated. 
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By  observing  that  similar  planes  are  lettered  alike,  the  correspondence  of 
the  two  figures  will  be  understood. 

In  deciphering  the  distorted  crystalline  forms  it  must  be  remembered 
that  while  the  appearance  of  the  crystals  may  be  entirely  altered,  the  angles 
remain  the  same ;  moreover,  like  planes  are  physically  alike,  that  is,  alike 
in  degree  of  lustre,  in  striations,  and  so  on. 
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Apatite. 


Apatite. 


In  addition  to  the  variations  in  form  which  have  just  been  described;  still 
greater  irregularities  are  due  to  the  fact  that,  in  almost  all  cases,  crystals  in 
nature  are  attached  either  to  other  crystals  or  to  some  rock  surface,  and  in 
consequence  of  this  are  only  partially  developed.  Thus  quartz  crystals  are 
generally  attached  by  an  extremity  of  the  prism,  and  hence  have  only  one 
set  of  pyramidal  planes ;  perfectly  formed  crystals,  as  those  from  Herkimer 
Co.,  N."  Y.,  having  the  double  pyramid  complete,  are  rare.  The  same 
statement  may  be  made  for  nearly  all  species. 


IH.  Variations  in  the  Angles  of  Crystals. 

The  greater  part  of  the  distortions  described  occasion  no  change  in  the 
interfacial  angles  of  crystals.  But  those  imperfections  that  produce  con- 
vex, curved,  or  striated  faces,  necessarily  cause  such  variations.  Further- 
more, circumstances  of  heat  or  pressure  under  which  the  crystals  were 
formed  may  sometimes  cause  not  only  distortion  in  form,  but  also  some 
variation  in  angle.  The  presence  of  impurities  at  the  time  of  crystallization 
may  also  have  a  like  effect. 

Still  more  important  is  the  change  in  the  angles  of  completed  crystals 
which  is  caused  by  subsequent  pressure  on  the  matrix  in  which  they  were 
formed,  as,  for  example,  the  change  which  may  take  place  during  the  more 
or  less  complete  metamorphism  of  the  enclosing  rock. 

The  change  of  composition  resulting  in  pseudomorphous  crystals  (see 
p.  113)  is  generally  accompanied  by  an  irregular  change  of  angle,  so  that 
the  psendoinorphs  of  a  species  vary  much  in  angle. 

In  general  it  is  safe  to  affirm  that,  with  the  exception  of  the  irregularities 
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arising  from  imperfections  in  the  process  of  crystallization,  or  from 
changes  produced  subsequently,  variations  in  the  angles  are  rare,  and  the 
constancy  of  angle  alluded  to  on  p.  87  is  the  universal  law.* 

In  cases  where  a  greater  or  less  variation  in  angle  has  been  observed  in 
the  crystals  of  the  same  species  from  different  localities,  the  cause  for  this 
can  usually  be  found  in  a  difference  of  chemical  composition.  In  the  case 
of  isomorphouB  compounds  it  is  well  known  that  an  exchange  of  correspond- 
ing chemically  equivalent  elements  may  take  place  without  a  change  of 
form,  though  usually  accompanied  with  a  slight  variation  in  the  funda- 
mental angles. 

The  effect  of  heat  upon  the  form  of  crystals  is  alluded  to  upon  p.  164. 


IV.  Internal  Imperfections  and  Impurities. 

The  transparency  of  crystals  is  often  destroyed  by  disturbed  crystalliza- 
tion, or  by  impurities  taken  up  from  the  solution  during  the  process  of 
crystallization.  These  impurities  may  be  simply  coloring  ingredients,  or  they 
may  be  inclosed  particles,  fluid  or  solid,  visible  to  the  eye  or  under  the 
microscope.  The  coloring  ingredients  may  vary  in  the  course  of  formation 
of  the  crystals,  and  thus  layers  of  different  colors  result ;  the  tourmaline 
crystals  of  Chesterfield,  Mass.,  have  a  red  centre  and  blue  exterior ;  others 
from  Elba  are  sometimes  light-green  below  and  black  at  the  extremity ; 
many  other  examples  might  be  given. 

The  subject  of  the  fluid  and  solid  inclosures  in  crystals  is  one  to  which 
much  attention  has  been  directed  of  late  years.  Attention  was  early  called 
to  its  importance  by  Brewster,  who  described  the  presence  of  fluids  in 
quartz,  topaz,  beryl,  chrysolite,  and  other  minerals.  In  later  years  the  mat- 
ter has  been  more  thoroughly  studied  by  Sorby,  Zirkel,  Vogelsang,  Fischer, 
Rosenbusch,  and  many  otners.     (See  Literature,  p.  111.) 

Many  crystals  contain  empty  cavities ;  in  others  the  c%vities  are  filled 
sometimes  with  water,  or  with  the  salt  solution  in  which  the  crystal  was 
formed,  and  not  infrequently,  especially  in  the  case  of  quartz,  with  liquid 
carbonic  acid,  as  first  proved  by  Vogelsang,  and  recently  followed  out  by 
Hartley.  These  liquid  inclosures  are  marked  as  such,  in  many  cases,  by 
the  presence  in  the  cavity  of  a  movable  bubble. 

The  solid  inclosures  are  almost  infinite  in  their  variety.  Sometimes  they 
are  large  and  distinct,  and  can  be  referred  to  known  mineral  species,  as  the 
scales  of  hematite  to  which  the  peculiar  character  of  aventurine  feldspar  is 
due.  Magnetite  is  a  very  common  impurity  for  many  minerals,  appearing, 
for  example,  in  the  Pennsbury  mica;  quartz  is  also  often  mechanically 
mixed,  as  in  staurolite  and  gmelinite.  On  the  other  hand,  quartz  crystals 
very  commonly  inclose  foreign  material,  such  as  chlorite,  tourmaline,  rutile, 
hematite,  asbestos,  and  many  other  minerals. 

*  Reference  must  be  made  here  to  the  discussion  by  Scaochi  of  the  principle  of  "  Polysyin- 
metry."  (Atti  Accad.  Napoli,  i.,  1864.)  See  also  Hirscliwald,  Zur  Kritik  des  Leucitsystema, 
Tsoh.  Min.  Mitth.,  1875,  227. 
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The  incloeure8  may  also  consist  of  a  heterogeneous  mass  of  material ;  as 
the  granitic  matter  seen  in  orthoclase  crystals  in  a  porphyritic  granite  ;  or 
the   feldspar,   quartz,  etc.,  sometimes  inclosed   in 
large  coarse  crystals  of  beryl,  occurring  in  granite 
veins. 

An  interesting  example  of  the  inclosure  of  one 
mineral  by  another  is  afforded  by  the  annexed 
figures  of  tourmaline,  enveloping  orthoclase  (E.  H. 
Williams,  Am.  J.  Sci.,  III.,  xi.,  273, 1876).  Fig. 
358  shows  the  crystal  of  tourmaline  ;  and  cross-sec- 
tions of  it  at  the  points  indicated  (a,  b,  c)  are  given 
by  f.  359,  360,  361.  The  latter  show  that  the  feld- 
spar increases  in  amount  in  the  lower  part  of  the 
crystal,  the  tourmaline  being  merely  a  thin  shell. 
Similar  specimens  from  the  same  locality  (Port 
Henry,  Essex  Co.,  N".  Y.)  show  that  there  is  no  ne- 
cessary connection  between  the  position  of  the  tour- 
maline and  that  of  the  feldspar. 

Similar  occurrences  are  those  of  trapezohedrons 
of  garnet,  where  the  latter  is  a  mere  shell,  enclosing 
calcite,   or  sometimes  epidote.       Analogous  cases 
have  been  explained  by  some  authors  as  being  due  to  partial  pseudomorph- 
ism, the  alteration  progressing  from  the  centre  outward. 
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The  microscopic  crystals  observed  as  inclosures  may  sometimes  be 
referred  to  known  species,  but  more  generally  their  true  nature  is  doubtful. 
The  term  microlites,  proposed  by  Vogelsang,  is  often  used  to  designate  the 
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minute  inclosed  crystals;  they  are  generally  of  needle-like  form,  some- 
times quite  irregular,  and  often  very  remarkable  in  their  arrangement  and 
groupings  ;  some  of  them  are  exhibited  in  f .  367  and  f.  368,  as  explained 
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below.  Trichite  and  belenite  are  names  introduced  by  Zirkel ;  the  former 
name  is  derived  from  0pi^  hair,  the  forms,  like  that  in  f.  362,  are  common 
in  obsidian.  Where  the  minute  individuals  belong  to  known  species  they 
are  called,  for  example,  feldspar  microlites,  etc. 

Crystallites  is  an  analogous  term  which  is  intended  by  Vogelsang  to  cover 
those  minute  forms  which  have  not  the  regular  exterior  form  ot  crystals, 
but  may  be  considered  as  intermediate  between  amorphous  matter  and  true 
crystals.  Some  of  the  forms,  figured  by  Vogelsang,  are  shown  in  f.  363  to 
366 ;  they  are  often  observed  in  glassy  volcanic  rocks,  and  also  in  furnace 
slags.  A  series  of  names  have  been  given  to  varieties  of  crystallites,  such 
as  globulites,  margarites,  etc.* 

The  microscopic  inclosures  may  also  be  of  an  irregular  glassy  nature  ;  a 
kind  that  exists  in  crystals  which  have  formed  from  a  melted  mass,  as  lavas, 
or  the  slag  of  iron  furnaces. 

In  general,  it  may  be  said  that  while  the  solid  inclosures  occur  sometimes 
quite  irregularly  in  the  crystals,  they  are  more  generally  arranged  with 
some  evident  reference  to  the  symmetry  of  the  form,  or  planes  of  the 
crystals.     Examples  of  this  are  shown  in  the  following  figures :  f .  367  ex- 
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Leucite. 


Calcite. 


hibits  a  crystal  of  angite,  inclosing  magnetite,  feldspar  and  nephelito 
microlites,  etc.,  and  f.  368  shows  a  crystal  of  leucite,  a  species  wh<>se 
crystals  very  commonly  inclose  foreign  matter.  Fig.  369  shows  a  section 
of  a  crystal  of  calcite,  containing  pynte. 


Andaluaite. 


Another  striking  example  is  afforded  by  andalusite,  in  which  the  inclosed 
impurities  are  of  considerable  extent  and  remarkably  arranged.  Fi>.  370 
shows  the  successive  partis  of  a  single  crystal,  as  dissected  by  B.  Horsford 

*  Die  Krystalliten  von  Hermann  Vogelsang.     Bonn,  1875. 
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of  Springfield,  Mass. ;  371,  one  of  the  four  white  portions ;  and  372,  the 
central  black  portion. 
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CRYSTALLINE  AGGREGATES. 

Tlie  greater  part  of  the  specimens  or  masses  of  minerals  that  occur,  may- 
be described  as  aggregations  of  imperfect  crystals.  Even  those  whose 
structure  appears  the  most  purely  impalpable,  and  the  most  destitute  in- 
ternally of  anything  like  ciystallization,  are  probably  composed  of  crystal- 
line grains.  Under  the  above  head,  consequently,  are  included  all  the 
remaining  varieties  of  structure  in  the  mineral,  kingdom. 

The  individuals  composing  imperfectly  crystallized  individuals,  may  be: 

1.  Columns ,  or  fibres \  in  whicn  case  the  structure  is  columnar. 

2.  Thin  lamina*,  producing  a  lamellar  structure. 

3.  Grains,  constituting  a  granular  structure. 

1.  Columnar  Structure. 

A  mineral  possesses  a  columnar  structure  when  it  is  made  up  of  slender 
columns  or  fibres.  There  are  the  following  varieties  of  the  columnar  struc- 
ture: 

Fibrous  ;  when  the  columns  or  fibres  are  parallel.  Ex.  gypsum,  asbestus. 
Fibrous  minerals  have  often  a  silky  lustre. 
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Reticulated  :  when  the  fibres  or  columns  cross  in  various  directions,  and 
produce  an  appearance  having  some  resemblance  to  a  net. 

Stellated  or  stellular :  when  they  radiate  from  a  centre  in  all  directions, 
and  produce  star-like  forms.     Ex.  stilbite,  wavellite. 

Radiated,  divergent :  when  the  crystals  radiate  from  a  centre,  without 
producing  stellar  forms.    Ex.  quartz,  stibnite. 


2.  Lamellar  Structure. 

The  structure  of  a  mineral  is  lamellar  when  it  consists  of  plates  or 
leaves.  The  laminae  may  be  curved  or  straight,  and  thus  give  rise  to  the 
curved  lamellar,  and  straight  lamellar  structure.  Ex.  wollastonite  (tabular 
spar),  some  varieties  of  gypsum,  talc,  etc.  When  the  laminae  are  thin  and 
easily  separable,  the  structure  is  said  to  be  foliaceous.  Mica  is  a  striking 
example,  and  the  term  micaceous  is  often  used  to  describe  this  kind  or 
structure. 

3.  Granular  Structure. 

The  particles  in  a  granular  structure  differ  much  in  size.  When  coarse, 
the  mineral  is  described  as  coarsely  granular  ;  when  fine,  finely  granular; 
and  if  not  distinguishable  by  the  naked  eye,  the  structure  is  termed  im- 
palpable. Examples  of  the  first  may  be  observed  in  granular  crystalline 
limestone,  sometimes  called  saccharoidal ;  of  the  second,  in  some  varieties 
of  hematite  ;  of  the  last,  in  chalcedony,  opal,  and  other  species. 

The  above  terms  are  indefinite,  but  from  necessity,  as  there  is  every 
degree  of  fineness  of  structure  in  the  mineral  species,  from  perfectly  im- 
palpable, through  all  possible  shades,  to  the  coarsest  granular.  The  term 
phanero-crystalline  has  been  used  for  varieties  in  which  the  grains  are  dis- 
tinct, and  crypto-crystalline,  for  those  in  which  they  are  not  discernible. 

Granular  minerals,  when  easily  crumbled  in  the  fingers,  are  said  to  be 
friable. 

4.  Imitative  Shapes. 

Reniform  :  kidney  shape.     The  structure  may  be  radiating  or  concentric. 

Rotiyoidal :  consisting  of  a  group  of  rounded  prominences.  The  name 
is  derived  from  the  GreeK  fiorpvs,  a  bunch  of  grapes.  Ex.  limonite,  chal- 
cedony. 

Mammillary :  resembling  the  botryoidal,  but  composed  of  larger  prom- 
inences. 

Globular  :  spherical  or  nearly  so ;  the  globules  may  consist  of  radiating 
fibres  or  concentric  coats.  When  attached,  as  they  usually  are,  to  the  sur- 
face of  a  rock,  they  are  described  as  implanted  globules. 

JVbdular  :  in  tuberose  forms,  or  having  irregular  protuberances  over  the 
surface. 

Amygdaloidal :  almond-shaped,  applied  usually  to  a  greenstone  contain- 
ing almond-shaped  or  sub-globular  nodules. 


Digitized  by 


Google 


P8BUDOMORPHOU8   CRYSTALS.  113 

Corattoidal :  like  coral,  or  consisting  of  interlaced  flexuous  branchings 
of  a  white  color,  as  in  some  aragonite. 

Dendritic  :  branching  tree-liKe. 

Mossy  :  like  moss  in  form  or  appearance. 

Filiform  or  Capillary :  very  slender  aud  long,  like  a  thread  or  hair ; 
consists  ordinarily  of  a  succession  of  minute  crystals. 

Acicular :  slender  and  rigid  like  a  needle. 

Reticulated:  net-like. 

Drusy  :  closely  covered  with  minute  implanted  crystals. 

Stalactitic :  when  the  mineral  occurs  in  pendant  columns,  cylinders,  or 
elongated  cones. 

Stalactites  are  produced  by  the  percolation  of  water,  holding  mineral 
matter  in  solution,  through  the  rocky  roofs  of  caverns.  The  evaporation 
of  the  water  produces  a  deposit  of  the  mineral  matter,  and  gradually  forms 
a  long  pendant  cylinder  or  cone.  The  internal  structure  may  be  imper- 
fectly crystalline  and  granular,  or  may  consist  of  fibres  radiating  from  the 
central  column,  or  there  may  be  a  broad  cross-cleavage. 

Common  stalactites  consist  of  calcium  carbonate.  Chalcedony,  gibbsite, 
brown  iron  ore,  and  many  other  species,  also  present  stalactitic  forms. 

The  term  amorphous  is  used  when  a  mineral  has  not  only  no  crystalline 
form  or  imitative  shape,  but  also  does  not  polarize  the  light  even  in  its  minute 
particles,  and  thus  appeal's  to  be  destitute  wholly  of  a  crystalline  structure 
internally,  as  most  opal.  Such  a  structure  is  also  called  colloid  or  jelly- 
like, from  the  Greek  for  glue.  Whether  there  is  a  total  absence  of  crystal- 
line structure  in  the  molecules  is  a  debated  point.  The  word  is  from  a, 
primitive,  and  ftopfay  shape. 


PSEUDOMORPHOUS  CRYSTALS. 

Every  true  mineral  species  has,  when  crystallized,  a  form  peculiar  to 
itself ;  occasionally,  however,  crystals  are  found  that  have  the  form,  both 
as  to  angles  and  general  habit,  of  a  certain  species,  and  yet  differ  from  it 
entirely  in  chemical  composition.  Moreover  it  is  often  seen  that,  though 
in  outward  form  complete  crystals,  in  internal  structure  they  are  granular, 
or  waxy,  and  have  no  regular  cleavage. 

Snch  crystals  are  called  pseudomorphs,  and  their  existence  is  explained 
by  the  assumption,  often  admitting  of  direct  proof,  that  the  original  min- 
eral has  been  changed  into  the  new  compound,  or  has  disappeared  through 
some  agency,  and  its  place  been  taken  by  another  chemical  compound  to 
which  tne  form  does  not  belong. 

Psendomorphs  have  been  classed  under  several  heads. 

1.  Pseudomorphs  by  substitution. 

2.  Pseudomorphs  by  simple  deposition,  (a)  incrustation  or  (b)  infiltra- 
tion. 

3.  Pseudomorphs  by  alteration  ;  and  these  may  be  altered 

(a)  without  a  change  of  composition,  by  paramorphism ; 
(6)  by  the  loss  of  an  ingredient ; 


(c)  by  the  assumption  of  a  foreign  substance ; 

(d)  by  a  partial  exchange  of  constituents. 
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1.  The  first  class  of  pseudomorphs,  by  substitution,  embrace  those  cases 
where  there  has  been  a  gradual  removal  of  the  original  material  and  a 
corresponding  and  simultaneous  replacement  of  it  by  another,  without, 
however,  any  chemical  reaction  between  the  two.  A  common  example  of 
this  is  a  piece  of  fossilized  wood,  where  the  original  fibre  has  been  replaced 
entirely  by  silica.  The  first  step  in  the  process  was  the  filling  of  all  the 
pores  and  cavities  by  the  silica  in  solution,  and  then  as  the  woody  fibre  by 
gradual  decomposition  disappeared,  the  silica  further  took  its  place.  Other 
examples  are  quartz  after  fluorite,  calcite,  and  many  other  species,  cassiterite 
after  orthoclase,  etc. 

2.  Pseudomorphs  by  incrustation,  form  a  less  important  class.  Such 
are  the  crusts  of  quartz  formed  over  fluorite.  In  most  cases  the  removal 
of  the  original  mineral  has  gone  on  simultaneously  with  the  deposit  of  the 
second,  so  that  the  resulting  pseudomorph  is  properly  one  of  substitution. 
In  pseudomorphs  by  infiltration,  a  cavity  made  by  the  removal  of  a  crystal 
has  been  filled  by  another  mineral. 

3.  The  third  class  of  pseudomorphs,  by  alteration,  include  a  considerable 
proportion  of  the  observed  cases,  of  which  the  number  is  very  large.  Con- 
clusive evidence  of  the  change  which  has  gone  on  is  often  furnished  by  a 
kernel  of  the  original  mineral  in  the  centre  of  the  altered  crystal ;  e.g.,  a 
kernel  of  cuprite  in  a  pseudomorphous  octahedron  of  malachite ;  also  of 
chrysolite  in  a  pseudomorphous  crystal  of  serpentine ;  of  cornndum  in 
fibrolite,  or  spinel  (Genth). 

(a)  An  example  of  paramorphism  is  f  urnished  by  the  change  of  aragonite 
to  calcite  at  a  certain  temperature ;  also  the  yaramorphs  of  rutile  after 
arkansite  from  Magnet  Cove. 

(5)  An  example  of  the  pseudomorphs  in  which  alteration  is  accompanied 
by  a  loss  of  ingredients  is  furnished  by  crystals  of  limonite  in  the  form  of 
siderite,  the  carbonic  acid  having  been  removed;  so  also  calcite  after 
gay-lussite  ;  native  copper  after  cuprite. 

(c)  In  the  change  of  cuprite  to  malachite,  e.g.,  the  familiar  crystals  from 
Chessy,  France,  an  instance  is  afforded  of  the  assumption  of  an  ingredient, 
viz.,  carbonic  acid.  Pseudomorphs  of  gypsum  after  anhydrite  occur,  where 
there  has  been  an  assumption  of  water. 

{d)  A  partial  exchange  of  constituents,  in  other  words,  a  loss  of  one  and 
gain  of  another,  takes  place  in  the  change  of  feldspar  to  kaolin,  in  which 
the  potash  silicate  disappears  and  water  is  taken  up ;  pseudomorphs  of 
chlorite  after  garnet,  pyromorphite  after  galenite,  are  other  examples. 

The  chemical  processes  involved  in  such  changes  open  a  wide  field  for 
investigation,  in  which  Bischof,  Delesse  and  others  have  done  much. 
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SECTION  IL 
PHYSICAL    OHAEAOTERS    OF   MINERALS. 

The  physical  characters  of  minerals  are  those  which  relate :  L,  to 
Cohesion  and  Elasticity,  that  is:  cleavage  and  fracture,  hardness,  and  ten- 
acity ;  II.,  to  the  Mass  and  Volume,  the  specific  gravity  /  III.,  to  Light, 
the  optical  properties  of  crystals ;  also  dolor,  lustre,  etc. ;  IV.,  to  Heat ; 
V.,  to  Electricity  and  Magnetism ;  VI.,  to  the  action  on  the  Senses,  as 
taste,  feel,  etc. 

L  COHESION  AND  ELASTICITY. 

By  cohesion  is  understood  the  resistance  which  any  body  makes  to  an 
extraneous  force  tending  to  separate  its  particles,  either  by  breaking  or 
scratching.  This  principle  leads  to  some  or  the  most  universally  important 
physical  characters  of  minerals, — cleavage,  fracture,  and  hardness. 

Elasticity,  on  the  other  hand,  is  the  iorce  which  tends  to  bring  the 
molecules  of  a  body  back  into  their  original  position,  from  which  they  have 
been  disturbed.  Upon  elasticity  depends,  tor  the  most  part,  the  degree 
of  tenacity  possessed  by  different  minerals. 

A.  Cleavage  and  Fbaotube. 

1.  Cleavage.  —  Most  crystallized  minerals  have  certain  directions  in 
which  their  cohesive  power  is  weakest,  and  in  which  they  consequently 
yield  most  readily  to  an  exterior  force.  This  tendency  to  break  in  the 
direction  of  certain  planes  is  called  cleavage,  and  being  most  intimately 
wnnected  with  the  crystalline  form  it  has  already  been  necessary  to  define 
it,  and  to  mention  some  of  its  most  important  features  (p.  2).  Cleavage 
differs  (a)  according  to  the  ease  with  which  it  is  obtained,  and  (6)  accord- 
ing to  its  direction,  crystallographicalty  determined. 

\a)  Cleavage  is  called  perfect  or  eminent  when  it  is  obtained  with  great 
ease,  affording  6mooth,  lustrous  surfaces,  as  in  mica,  topaz,  calcite.  Inferior 
degrees  of  cleavage  are  spoken  of  as  distinct,  indistinct  or  imperfect,  inter- 
rupted, in  traces,  difficult.  These  terms  are  sufficiently  intelligible  without 
further  explanation.  It  may  be  noticed  that  the  cleavage  of  a  species  is 
sometimes  better  developed  in  some  of  its  varieties  than  in  others. 

{b)  Cleavage  is  also  named  according  to  the  direction,  crystallographically 
defined,  which  it  takes  in  a  species.  When  parallel  to  the  basal  section  (0) 
it  is  called  basal,  as  in  topaz ;  parallel  to  the  prism,  as  in  amphibole,  it  is 
called  prismatic ;  also  macrodiagonal,  orthoaiagonal,  etc.,  when  parallel 
to  the  several  diametral  sections ;  parallel  to  the  faces  of  the  cube,  octa- 
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hedron,  dodecahedron,  or  rhombohedron,  it  is  called  cubic,  as  galenite; 
octahedral^  as   fluorite ;    dodecahedral,  as  sphalerite ;    rho/abohedral,  as 

calcite. 

Intimately  connected  with  the  cleavage  of  crystallized  minerals  are  the  divisional  planes  in- 
vestigated by  Reusch  (see  Literature,  p.  118).  He  has  found  that  by  pressure,  or  by  a  sudden 
blow,  divisional  planes  are  in  many  oases  produced  which  are  analogous  to  the  cleavage 
planes.  The  first  he  calls  Gleitfldehen%  or  planes  in  which  a  sliding  of  the  molecules  upon 
each  other  takes  place.  Thus,  for  example,  if  two  opposite  dodecahedral  edges  of  a  cubic 
cleavage  mass  of  rock-salt  are  regularly  filed  away,  and  the  mass  then  subjected  to  pressure 
in  this  direction,  a  QleUfl&che  is  obtained  parallel  to  the  dodecahedral  face. 

The  figures,  on  the  other  hand,  obtained  by  a  blow  on  a  rounded  steel  point,  placed  perpen- 
dicular to  the  natural  or  cleavage  face  of  a  crystal,  are  called  by  him  fracture-figures  (Schl&g- 
fij^uren).  The  divisional-planes  in  this  case  appear  as  cracks  diverging  from  the  point  where 
the  blow  has  been  made.  For  instance,  on  a  cubio  face  of  rock-salt  two  planes,  forming  a 
rectangular  cross,  are  obtained :  on  biaxial  mica,  a  six-rayed  (sometimes  three-rayed)  star 
results  from  the  blow,  one  ray  of  which  is  always  parallel  to  the  brachydiagonal  axis  of  the 
prism. 

2.  Fracture. — The  term  fracture  is  used  to  define  the  form  or  kind  of 
surface  obtained  by  breaking  in  a  direction  other  than  that  of  the  cleavage 
in  crystallized  minerals,  and  in  any  direction  in  massive  minerals.  When 
the  cleavage  is  highly  perfect  in  several  directions,  as  the  cubic  cleavage  of 
galenite,  fracture  is  often  not  readily  obtainable. 

Fracture  is  defined  as : 

(a)  Conchoidal;  when  a  mineral  breaks  with  curved  concavities,  more 
or  less  deep.  It  is  so  called  from  the  resemblance  of  the  concavity  to  the 
valve  of  a  shell,  from  concha,  a  shell;  flint. 

(b)  Even  ;  when  the  surface  of  fracture,  though  rough,  with  numerous 
small  elevations  and  depressions,  still  approximates  to  a  plane  surface. 

(c)  Uneven;  when  the  surface  is  rough  and  entirely  irregular. 

(a)  Hackley ;  when  the  elevations  are  sharp  or  jagged  ;  broken  iron. 
Other  terms  also  employed  are  earthy,  splintery,  etc. 


B.    HABDNE8S. 

By  the  hardness  of  a  mineral  is  understood  the  resistance  which  it  offers 
to  abrasion.  The  degree  of  hardness  is  determined  by  observing  the  ease 
or  difficulty  with  which  one  mineral  is  scratched  by  another,  or  by  a  file  or 
knife. 

In  minerals  there  are  all  grades  of  hardness,  from  that  of  a  substance 
impressible  by  the  finger-nail  to  that  of  the  diamond.  To  give  precision 
to  the  use  of  this  character,  a  scale  of  Itardness  was  introduced  by  Mohs. 
It  is  as  follows: 

1.  Talc  ;  common  laminated  light-green  variety. 

2.  Gypsum  ;  a  crystallized  variety. 

3.  Crucite  ;  transparent  variety. 

4.  Fluorite ;  crystalline  variety. 

5.  Apatite ;  transparent  variety. 
(5.5.  Scapolite ;  crystalline  variety.) 

6.  Feldspar  (orthoclasc) ;  white  cleavable  variety. 

7.  Quartz;  transparent. 
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8.  Topaz  I  transparent. 

9.  Sapphire  :  cleavable  varieties. 
10.  Diamond. 

If  the  mineral  under  trial  is  scratched  by  the  file  or  knife  as  easily  as 
apatite,  its  hardness  is  called  5  ;  if  a  little  more  easily  than  apatite  and 
not  so  readily  as  fluorite,  its  hardness  is  called  4.5,  etc.  For  minerals  as 
hard  or  harder  than  quartz,  the  file  will  not  answer,  and  the  relative  hard- 
ness is  determined  by  finding  by  experiment  whether  the  given  mineral  will 
scratch,  or  can  be  scratched  by,  the  successive  minerals  in  the  scale. 

It  need  hardly  be  added  that  great  accuracy  is  not  attainable  by  the  above 
methods,  though,  indeed,  for  all  mineralogical  purposes  exactness  is  quite 
unnecessary. 

The  interval  between  2  and  3,  and  5  and  6,  in  the  scale  of  Mohs,  being 
a  little  greater  than  between  the  other  numbers,  Breithaupt  proposed  a 
scale  of  twelve  minerals  ;  but  the  scale  of  Mohs  is  now  universally  accepted. 

Accurate  determinations  of  the  hardness  of  minerals  have  been  made  by 
Fraiikenheim^  Fram,  OraUich  and  Pekarek,  and  others  (see  Literature, 
p.  118),  with  an  instrument  called  a  sclerometer.  The  mineral  is  placed  on 
a  movable  carriage  with  the  surface  to  be  experimented  upon  horizontal ; 
this  is  brought  in  contact  with  a  steel  point  (or  diamond-point),  fixed  on  a 
support  above;  the  weight  is  then  determined  which  is  just  sufficient  to 
move  the  carriage  and  produce  a  scratch  on  the  surface  of  the  mineral. 

By  means  of  such  an  instrument  the  hardness  of  the  different  face6  of  a 
given  crystal  has  been  determined  in  a  variety  of  cases.  It  has  been  found 
that  different  plaues  of  a  crystal  differ  in  hardness,  and  the  same  plane  dif- 
fers as  it  is  scratched  in  different  directions.  In  general,  the  hardest  plane 
is  that  which  is  intersected  by  the  plane  of  most  complete  cleavage.  And 
of  a  single  plane,  which  is  intersected  by  cleavage  planes,  the  direction 

Eerpendicular  to  the  cleavage  direction  is  the  softer,  those  parallel  to  it  the 
arder. 

This  subject  has  been  recently  investigated  by  Ezner  (p.  118),  who  has  given  the  form  of 
the  curves  of  hardness  for  the  different  planes  of  many  crystals.  These  curves  are  obtained  as 
follows :  the  least  weight  required  to  scratch  a  crystalline  surface  in  different  directions, 
for  each  10°  or  15°,  from  0°  to  18*1°,  is  determined  with  the  sclerometer ;  these  directions 
are  laid  off  as  radii  from  a  centre,  and  the  length  of  each  is  made  proportional  to  the,  weight 
fixed  by  experiment,  that  is,  to  the  hardness  thus  determined ;  the  line  connecting  the 
extremities  of  these  radii  is  the  curve  of  hardness  for  the  given  plane. 


C.  Tenacity. 

Solid  minerals  may  be  either  brittle,  sectile,  malleable,  flexible,  or  elastic. 

(a)  Brittle ;  when  parts  of  a  mineral  separate  in  powder  or  grains  on 
attempting  to  cut  it ;  calcite. 

(b)  Sectile  ;  when  pieces  may  bo  cut  off  with  a  knife  without  falling  to 
powder,  but  still  the  mineral  pulverizes  under  a  hammer.  This  character 
is  intermediate  between  brittle  and  malleable ;  gypsum. 

(c)  Malleable;  when  slices  may  be  cut  off,  and  these  slices  flattened  out 
under  a  hammer ;  native  gold,  native  silver. 

(d)  Flexible ;  when  the  mineral  will  bend,  and  remain  bent  after  the 
bending  force  is  removed ;  talc. 
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(e)  Elastic  ;  when  after  being  bent,  it  will  spring  back  to  its  original 
position ;  mica. 

The  elasticity  of  crystallized  minerals  is  a  subject  of  theoretical  rather 
than  practical  importance.  The  subject  has  been  acoustically  investigated 
by  Savart  with  very  interesting  results.  Reference  may  also  be  made  to 
the  investigations  of  Neumann,  and  later  those  of  Voigt  and  Groth.  The 
most  important  principle  established  by  these  researches  is,  as  stated  by 
Groth,  that  in  crystals  the  elasticity  (coefficient  of  elasticity)  differs  in 
different  directions,  but  is  the  same  in  all  directions  which  are  crystallo- 
graphically  identical ;  hence  he  gives  as  the  definition  of  a  crystal,  a  solid 
in  which  the  elasticity  is  a  function  of  the  direction. 

Intimately  connected  with  the  general  subjects  here  considered,  of  cohesion  in  relation 
to  minerals,  are  the  figures  produced  by  etching  on  crystalline  faces  (Aetzfiguren,  Germ.),, 
investigated  by  Leydolt,  and  later  by  Baumhauer,  Exner,  and  others.  This  method  of  investi- 
gation is  of  high  importance  as  revealing  the  molecular  structure  of  the  crystal ;  reference, 
however,  must  be  made  to  the  original  memoirs,  whose  titles  are  given  below,  for  the  fall 
discussion  of  the  subject. 

The  etching  is  performed  mostly  by  solvents,  as  water  in  some  cases,  more  generally  the 
ordinary  mineral  acids,  or  caustic  alkalies,  also  by  steam  and  hydrofluoric  acid ;  the  latter  is 
especially  powerful  in  its  action.  The  figures  produced  are  in  the  majority  of  oases  angular 
depressions,  such  as  low  triangular,  or  quadrilateral  pyramids,  whose  outlines  run  parallel  to 
some  of  the  crystalline  edges.  In  some  cases  the  planes  produced  can  be  referred  to  occur- 
ring crystallographic  planes.  They  appear  alike  on  similar  planes  of  crystals,  and  hence 
serve  to  distinguish  different  forms,  perhaps  in  appearance  identical,  as  the  two  sets  of  planes 
in  the  ordinary  double  pyramid  of  quartz ;  so,  too,  they  reveal  the  compound  twinning  struc- 
ture common  on  some  crystals,  as  quartz  (p.  89)  and  aragonite. 

Analogous  to  the  etching-figures  are  the  figures  produced  on  the  faces  of  somo  crystals  by 
the  loss  of  water  (Verwitterungsfiguren,  Germ,)  This  subject  has  been  investigated  by  Paps 
(see  below). 
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II.  SPECIFIC  GRAVITY. 

The  specific  gravity  of  a  mineral  is  its  weight  compared  with  that  of  an- 
other substance  of  equal  volume,  whose  gravity  is  taken  at  unity.  In  the 
case  of  solids  or  liquids,  this  comparison  is  usually  made  with  water.  If  a 
cubic  inch  of  any  mineral  weighs  twice  as  much  as  a  cubic  inch  of  water 
(water  being  the  unit),  its  specific  gravity  is  2,  if  three  times  as  much,  its 
specific  gravity  is  3,  etc. 

The  direct  comparison  by  weight  of  a  certain  volume  of  water  with  an 
equal  volume  of  a  given  solid  is  not  often  practicable.  By  making  use, 
however,  of  a  familiar  principle  in  hydrostatics,  viz.,  that  the  weight  lost 
by  a  solid  immersed  in  water  is  equal  to  the  weight  of  an  equal  volume  of 
water,  that  is  of  the  volume  of  water  it  displaces, — the  determination  of  the 
specific  gravity  becomes  a  very  simple  process. 

.  The  weight  of  the  solid  out  of  water  (w)  is  determined  by  weighing  in 
the  usual  manner ;  then  the  weight  in  water  is  found  (w')y  when  the  loss  by 
immersion  or  the  difference  of  the  two  weights  (w  —  wr)  is  the  weight  of  a 
volume  of  water  equal  to  that  of  the  solid  ;  finally  the  quotient  of  the  first 
weight  (to)  by  that  of  the  equal  volume  of  water  as  determined  (w  —  w') 
is  the  specific  gravity  (G). 

Hence,  O  = 


w  —  w 


For  example,  the  weight  of  a  fragment  of  quartz  is  found  to  be  4.534 

grams.      Its  weight  in  water  =  2.817  grains,  and  therefore  the  loss  of 

weight,  or  the  weight  of  an  equal  volume  of  water  =  1.717.     Consequently 

4  534 
the  specific  gravity  is  eqnal  to    *       ,  or  2.641. 

The  ordinary  method  for  obtaining  the  specific  gravity  of  firm,  solid 
minerals  is  first  to  weigh  the  specimen  accurately  on  a  good  chemical  bal- 
ance, then  suspend  it  from  one  pan  of  the  balance  bv  a  horse-hair,  silk 
thread,  or  better  still  by  a  fine  platinum  wire,  in  a  glass  of  water  con- 
veniently placed  beneath.  The  platinum  wire  may  be  wound  around  the 
specimen,  or  where  the  latter  is  small  it  may  be  made  at  one  end  into  a 
little  spiral  support.  While  thus  suspended,  the  weight  is  again  taken  with 
the  same  care  as  before. 

The  water  employed  for  this  purpose  should  be  distilled,  to  free  it  from 
all  foreign  substances.  Since  the  density  of  water  varies  with  its  tempera- 
ture, a  particular  temperature  has  to  be  selected  for  these  experiments,  in 
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order  to  obtain  uniform  results:  60°  F.  is  the  most  convenient,  and  has 
been  generally  adopted.  But  the  temperature  of  the  maximum  density  of 
water,  39.5°  f\  (4°  C),  has  been  recommended  as  preferable.  For  minerals 
soluble  in  water  some  other  liquid,  as  alcohol,  benzene,  etc.,  must  be  em- 
ployed, whose  specific  gravity  (g)  is  accurately  known ;  from  the  com- 
parison with  it,  the  specific  gravity  (G)  of  the  mineral  as  referred  to  water 
is  determined,  as  by  the  formula : 

<?=   w 


w  —  w 


A  very  convenient  form  of  balance  is  the  spiral  balance  of  Jolly,  where  the  weight  is  mea- 
sured by  the  torsion  of  a  spiral  brass  wire.  The  readings,  which  give  the  weight  of  the  min- 
eral in  and  out  of  water,  are  obtained  by  observing  the  coincidence  of  the  index  with  its 
image  reflected  in  the  mirror  on  which  the  graduation  is  made. 

A  form  of  balance  m  which  weights  are  also  dispensed  with,  the  specific  gravity  being  read 
off  from  a  scale  without  calculation,  has  recently  been  described  by  Parish  (Am.  J.  Sei.,  III., 
x.,  352).     Where  great  accuracy  is  not  required,  it  can  be  very  conveniently  used. 

If  the  mineral  is  not  solid,  but  pulverulent  or  porous,  it  is  best  to  reduce 
it  to  a  powder  and  weigh  it  in  a  little  glass  bottle  (f.  373) 
373  called  a  pygnometer.     This  bottle  has  a  stopper  which 

fits  tightly  and  ends  in  a  tube  with  a  very  fine  opening. 
The  bottle  is  filled  with  distilled  water,  the  stopper  in- 
serted, and  the  overflowing  water  carefully  removed  with 
jj!  \  a  soft  cloth.     It  is  now  weighed,  and  also  the  mineral 

whose  density  is  to  be  determined.     The  stopper  is  then 
removed  and  the  mineral  in  powder  or  in  small  fragments 
inserted,  with  care,  so  as  not  to  introduce  air-bubbles. 
ft       The  water  which  overflows  on  replacing  the  stopper  is 
the  amount  of  water  displaced  by  the  mineral.     The 
weight  of  the  pygnometer  with  the  enclosed  mineral  is 
determined,  ana  "the  weight  of  the  water  lost  is  obviously 
the  difference  between  this  last  weight  and  that  of  the 
bottle  and  mineral  together,  as  first  determined.     The  specific  gravity  of 
the  mineral  is  equal  to  its  weight  alone  divided  by  the  weight  of  the  equal 
volume  of  water  thus  determined. 

Where  this  method  is  followed  with  sufficient  care,  especially  avoiding 
any  change  of  temperature  in  the  water,  the  results  are  quite  accurate. 
Other  methods  of  determining  the  specific  gravity  will  be  found  described 
in  the  literature  notices  which  follow. 

It  has  been  shown  by  Rose  that  chemical  precipitates  have  uniformly  a 
higher  density  than  belongs  to  the  same  substance  in  a  less  finely  divided 
state.  This  increase  of  density  also  characterizes,  though  to  a  less  extent, 
a  mineral  in  a  fine  state  of  mechanical  subdivision.  This  is  explained 
by  the  condensation  of  the  water  on  the  surface  of  the  powder. 

It  may  also  be  mentioned  that  the  density  of  many  substances  is  altered 
by  fusion.  The  same  mineral  in  different  states  of  molecular  aggregation 
may  differ  somewhat  in  density.  Furthermore,  minerals  having  the  same 
chemical  composition  have  sometimes  different  densities  corresponding  to  the 
different  crystalline  forms  in  which  they  appear  (see  p.  177). 
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For  all  minerals  in  a  state  of  average  purity  the  specific  gravity  is  one  of 
the  most  important  and  constant  characteristics,  as  urged  especially  by 
Breithaupt.  Every  chemical  analysis  of  a  mineral  should  be  accompanied 
by  a  careful  determination  of  its  density. 

Practical  suggestions. — The  fragment  taken  should  not  be  too  large,  say  from  two  to  five 
grams  for  ordinary  oases,  varying  somewhat  with  the  density  of  the  mineral.  The  substance 
must  be  free  from  impurities,  internal  and  external,  and  not  porous.  Care  must  be  taken  to 
exclude  air-bubbles,  and  it  will  often  be  found  well  to  moisten  the  surface  of  the  specimen 
before  inserting  it  in  the  water,  and  sometimes  boiling  is  necessary  to  free  it  from  air.  If  it 
absorbs  water  this  latter  process  must  be  allowed  to  go  on  till  the  substance  is  fully  satu- 
rated. No  accurate  determinations  can  be  made  unless  the  changes  of  temperature  are 
rigorously  excluded  and  the  actual  temperature  noted. 

In  a  mechanical  mixture  of  two  constituents  in  known  proportions,  when  the  specific 
gravity  of  the  whole  and  of  one  are  known,  that  of  the  other  can  be  readily  obtained.  This 
method  is  often  important  in  the  study  of  rocks. 
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III.  LIGHT. 

Before  considering  the  distinguishing  optical  properties  of  crystals  of  the 
different  systems,  it  is  desirable  to  review  briefly  some  of  the  more  im- 
portant principles  of  *  optics  upon  which  the  phenomena  in  question 
depend. 

Nature  of  light, — In  accordance  with  the  undulatory  theory  of  Hny- 
gheng,  as  further  developed  by  Young  and  Fresnel,  light  is  conceived  to 
consist  in  the  vibrations,  transverse  to  the  direction  of  propagation,  of  the 
particles  of  imponderable,  elastic  ether,  which  it  is  assumed  pervades  all 
space  as  well  as  all  material  bodies.  These  vibrations  are  propagated  witli 
great  velocity  in  straight  lines  and  in  all  directions  from  the  luminous 
point,  and  the  sensation  which  they  produce  on  the  nerves  of  the  eye  is 
called  light 

The  nature  of  the  vibrations  will  be  understood  from  f.  374.  If  AB 
represents  the  direction  of  propagation  of  the  light-ray,  each  particle  of 
ether  vibrates  at  right  angles  to  this  as  a  line  of  equilibrium.     The  vibra- 
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tion  of  the  first  particle  induces  a  similar  movement  in  the  adjacent  par- 
ticle ;  this  is  communicated  to  the  next,  and  so  on.  The  particles  vibrate 
successively  from  the  line  AB  to  a  distance  corresponding  to  W,  called  the 
amplitude  of  the  vibration,  then  return  to  b  and  pass  on  to  t>"}  and  so 


on.  Thns  at  a  given  instant  there  are  particles  occupying  all  positions, 
from  that  of  the  extreme  distance  b',  or  c\  from  the  line  of  equilibrium  to 
that  on  this  line.  In  this  way  the  wave  of  vibration  moves  forward,  while 
the  motion  of  the  particles  is  only  transverse.  In  the  figure  the  vibrations 
are  represented  in  one  plane  only,  but  in  ordinary  light  they  take  place  in 
all  directions  about  the  line  AB.  The  distance  between  any  two  particles, 
which  are  in  like  positions,  of  like  phase,  as  b'  and  0',  is  called  the  wave- 
length ;  and  the  time  required  for  this*  completed  movement  is  called  the 
time  of  vibration.  The  intensity  of  the  light  varies  with  the  amplitude  of 
the  vibrations,  and  the  color  depends  upon  the  length  of  the  waves ;  the 
wave-lengths  of  the  violet  rays  are  shorter  than  those  of  the  red  rays. 

Two  waves  of  like  phase,  propagated  in  the  same  direction  and  of  equal 
intensity,  on  meeting  unite  to  form  a  wave  of  double  intensity  (double 
amplitude).  If  the  waves  differ  in  phase  by  half  a  wave-length,  or  an  odd 
multiple  of  this,  they  interfere  and  extinguish  each  other.  For  other  rela- 
tions of  phase  they  are  also  said  to  interfere,  forming  a  new  resultant  wave, 
differing  in  phase  and  amplitude  from  each  of  the  component  waves ;  if 
they  are  waves  of  white  Hgnt,  their  interference  is  indicated  by  the  appear- 
ance of  the  successive  colors  of  the  spectrum.  The  propagation  of  the 
vibration-  waves  of  light  is  sometimes  compared  to  the  effect  produced 
when  a  pebble  is  thrown  in  a  sheet  of  quiet  water — a  series  of  concentric 
circular  waves  are  sent  out  from  the  point  of  agitation.  These  waves  con- 
sist in  the  transverse  vibration  of  the  particles  of  water,  the  waves  move 
forward,  but  the  water  simply  vibrates  to  and  fro  vertically. 

The  waves  of  light  are  propagated  forward,  in  an  analogous  manner,  in 
all  directions  from  the  luminous  point,  and  the  surface  which  contains  all 
the  particles  which  commence  their  vibrations  simultaneously  is  called  the 
wave-surface  (Wellenflache,  Germ.). 

If  the  propagation  of  light  goes  on  with  the  same  velocity  in  all  direc- 
tions in  a  homogeneous  medium,  the  wave-surface  is  obviously  that  of  a 
sphere  and  the  medium  is  said  to  be  isotrope.  If  it  takes  place  with  dif- 
ferent velocities  in  different  directions  in  a  body,  the  wave-surface  is  some- 
times an  ellipsoid,  but  never  spherical,  as  is  shown  later;  such  a  body  is 
called  aniaotrope. 

All  the  phenomena  of  optics  are  explained  npon  the  supposition  of  waves 
of  light,  whose  change  of  direction  accompanies  refraction,  whose  interfer- 
ence produces  the  colored  bands  of  the  diffraction  spectra,  etc.  For  the 
full  discussion  of  the  subject  reference  must  be  made  to  works  on  optics. 
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Hefraction. — A  ray  of  light  passing  through  a  homogeneous  medium  is 
always  propagated  in  a  straight  line  without  deviation.  When,  however, 
the  light-ray  passes  from  one  medium  to  another,  which  is  of  different 
density,  it  suffers  a  change  of  direction,  which  is  called  refraction.  For  in- 
stance, in  f.  375,  if  ca  is  a  ray  of  light  passing  from  air  into  water,  its  path 
will  be  changed  after  passing  the  surface  at 
a,  and,  it  will  continue  in  the  direction  ab. 
Conversely,  if  a  ray  of  light,  bay  pass  from 
the  denser  medium,  water,  into  the  rarer 
medium,  air,  at  a,  it  will  take  the  direction 
ac. 

If  now  moo  is  a  perpendicular  to  the  sur- 
face at  a,  it  will  be  seen  that  the  angle  cam, 
called  the  angle  of  incidence  (i)  of  the  ray 
ca  is  greater  than  the  angle  boo,  called  the 
angle  of  refraction  (r),  and  what  is  observed 
in  this  case  is  found  to  be  universally  true, 
and  the  law  is  expressed  as  follows : 

A  ray  of  light  in  pasting  from  a  rarer 
to  a  denser  medium  is  refracted  towards 
the  perpendicular ;  if  from  a  denser  to  a 
away  from  the  perpendicular. 

A  further  relation  has  also  been  established  by  experiment : 


rarer  medium  it  is  refracted 


however 
great  or  small  the  angle  of  incidence,  cam  (?'),  may  be,  there  is  always  a 
constant  relation  between  it  and  the  angle  of  refraction,  gam  (r),  for  two 
given  substances,  as  here  for  air  and  water.  This  is  seen  in  the  figure  where 
of  and  da  are  the  sines  of  the  two  angles,  and  their  ratio  (=  J  nearly)  is 
the  same  as  that  of  the  sine  of  any  other  angle  of  incidence  to  the  sine  of 
its  angle  of  refraction.     This  principle  is  expressed  as  follows : 

The  sine  of  the  angle  of  incidence  bears  a  constant  ratio  to  the  sine  of 
tfte  angle  of  refraction. 

This  constant  ratio  between  these  two  angles  is  called  the  index  ofrefrao 


sin  % 


tion,  or  simply  n.    In  the  example  given  for  air  and  water  - —  =  1.335,- 


sin  r 


and  consequently  the  value  of  the  index  of  refraction,  or  n,  is  1.335. 

The  following  table  includes  the  values  of  n  for  a  variety  of  substances. 
For  all  crystallized  minerals,  except  those  of  the  isometric  svstem,  the  index 
of  refraction  has  more  than  one  value,  as  is  explained  in  tne  pages  which 
follow. 


Ice: 1.308 

Water 1.335 

Fluorite 1.436 

Alum 1.457 

Chalcedony 1.553 

Rock-salt 1.557 

Quartz 1.548 


Calcite 1.654 

Aragonite 1.693 

Boracite 1.701 

Garnet 1.815 

Zircon 1.961 

Blende 2.260 

Diamond 2.419 


In  the  principle  which  has  been  stated,  - —  =  n>  two  points  are  to  be 


siur 
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noted.  First,  if  the  angle  i  =  0°,  then  sin  i  =  0,  and  obviously  also  r  =  0, 
in  other  words,  when  the  ray  of  light  coincides  with  the  perpendicular  no 
refraction  takes  place,  the  ray  proceeding  onward  into  the  second  medium 
without  deviation. 

Again,  if  the  angle  i  =  90°,  then  sin  i  =  1,  and  the  equation  above  be- 
comes - —  =  n,  or  sin  r  =  - .    As  n  has  a  fixed  value  for  every  substance, 
sin  r  n 

it  is  obvious  that  there  will  also  be  a  corresponding  value  of  the  angle  r 
for  the  case  mentioned.    From  the  above  table  it  is  seen  that  for  water 

sin  r  =  --  ---,  and  r  =  48°  35' ;  for  diamond,  sin  r  =  — — -,  and  r  =  24°  25'. 
1.335'  '  '  2.42' 

In  the  example  employed  above,  if  the  angle  boo  (r)  =  48°  35',  the  line  ac 
will  coincide  with  af  supposing  the  light  to  go  from  b  to  a.  If  r  is  greater 
than  48°  35',  the  ray  no  longer  passes  from  the  water  into  the  air,  but  suffers 
total  reflection  at  the  surface  a.  This  value  of  r  is  said  to  be  the  limiting 
value  for  the  given  substance.  The  smaller  it  i6  the  greater  the  amount  or 
light  reflected,  and  the  greater  the  apparent  brilliancy  of  the  substance  in 
question.  This  is  the  explanation  or  the  brilliancy  of  the  diamond. 
Determination  of  the  index  of  refraction. — fey  means  of  a  prism,  as 

MJyP  in  f.  376,  it  is  possible  to  determine 
the  value  of  n,  or  index  of  refraction  of  a 
given  substance.  The  full  explanation  of 
this  subject  belongs  to  works  on  optics,  but 
a  word  is  devoted  to  it  here.  If  the  material 
is  solid,  a  prism  must  be  cut  and  polished, 
with  its  edge  in  the  proper  direction,  and 
having  not  too  small  an  angle.  If  the  refrac- 
tive index  of  a  liquid  is  required,  it  is  placed 
within  a  hollow  prism,  with  sides  of  plates  of  glass  having  both  surfaces 
parallel. 

The  angle  of  the  prism,  MNP  (a),  is,  in  each  case,  measured  in  the 
same  manner  as  the  angle  between  two  planes  of  a  crystal,  and  then  the 
'minimum  amount  of  deviation  (5)  of  a  monochromatic  ray  of  light  passing 
from  a  slit  through  the  prism  is  also  determined.  The  amount  of  deviation 
of  a  ray  in  passing  through  the  prism  varies  with  its  position,  but  when  the 
prism  is  so  placed  that  the  ray  makes  equal  angles  with  the  sides  of  the 
prism  (i  =  i ,  f.  376),  both  when  entering  and  emerging,  this  deviation  has 
a  fixed  minimum  value. 

If  $  =  the  minimum  deviation  of  the  ray,  and 

a  =  the  angle  of  the  prism,  then  n  = ^"T^ — • 

In  determining  the  value  of  n  for  different  colors,  it  is  desirable  to  employ 
rays  of  known  position  in  the  spectrum. 

Double  refraction. — Hitherto  the  existence  of  only  one  refracted  ray  has 
been  assumed  when  light  passes  from  one  medium  to  another.  But  it  is 
a  well-known  fact  that  there  are  sometimes  two  refracted  rays.  The  most 
familiar  example  of  this  is  furnished  by  the  mineral  calcite,  also  called  on 
account  of  this  property  u  doubly-refracting  spar." 

If  mnop  (f.  377)  be  a  cleavage  piece  of  calcite,  and  a  ray  of  light  meets 
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it  at  i,  it  will,  in  passing   through,  be  divided    into   two  rays,  be,  bd. 
Similarly  a  line  seen  through  a  piece  of  calcite  ordi- 
narily appears  double.  877 

It  will  be  seen,  however,  that  the  same  property  i6 
enjoyed  by  the  great  majority  of  crystallized  minerals, 
though  in  a  less  striking  degree. 

Reflection. — When  a  ray  of  light  passes  from  one 
medium  to  another,  for  example,  from  air  to  a  denser 
substance,  as  has  been  illustrated,  the  light  will  be  par- 
tially transmitted  and  refracted  by  the  latter,  in  the 
manner  illustrated,  but  a  portion  of  it  (the  ray  ag,  in  f.  375),  is  always 
reflected  back  into  the  air.  The  direction  of  the  reflected  ray  is  known 
in  accordance  with  the  following  law : 

The  angles  of  incipience  ana  reflection  are  equal. — In  f.  378  the  angle 
cam  is  equal  to  the  angle  mag. 

The  relative  amount  of  light  reflected  and  transmitted  depends  upon  the 
angle  of  incidence,  and  also  upon  the  transparency  of  the  second  medium. 
If  the  surface  of  the  latter  is  not  perfectly  polished,  diffuse  reflection  will 
take  place,  and  there  will  be  no  distinct  reflected  ray. 

Still  another  important  principle,  in  relation  to  the  same  subject,  remains 
to  be  enunciated :  The  rays  of  incidence,  reflection,  and  refraction  all  lie 
in  the  same  plane. 

Dispersion. — Thus  far  the  change  in  direction  which  a  ray  of  light  suffers 
on  refraction  has  alone  been  considered.  It  is  also  true  that  the  amount 
of  refraction  differs  for  the  different  colors  of  which  ordinary  white  light 
is  composed,  being  greater  for  blue  than  for  red.  In  consequence  of  tliis 
fact,  if  a  ray  of  ordinary  light  pass  through  a  prism,  as  in  f.  376,  it  will 
not  only  be  refracted,  but  it  will  also  be  separated  into  its  component  colors, 
thus  forming  the  spectrum. 

This  variation  for  the  different  colors  depends  directly  upon  their  wave- 
lengths ;  the  red  rays  have  longer  waves,  and  vibrate  more  slowly,  and 
hence  suffer  less  refraction  than  the  violet  rays,  for  which  the  wave-lengths 
are  shorter  and  the  velocity  greater. 

Interference  of  light ;  diffraction. — When  a  ray  of  monochromatic  light 
is  made  to  pass  through  a  narrow  slit,  or  by  the  edge  of  an  opaque  body, 
it  is  diffracted,  and  there  arise,  as  may  be  observed  upon  an  appropriately 

f>laced  screen,  a  series  of  dark  and  light  bands,  growing  fainter  on  the  outer 
imits.  Their  presence,  as  has  been  intimated,  is  explained  in  accordance 
with  the  undulatory  theory  of  light,  as  due  to  the  interference,  or  mutual 
reaction  of  the  adjoining  waves  of  light.  If  ordinary  light  is  employed, 
the  phenomena  are  the  same  and  for  the  same  causes,  except  that /the  bands 
are  successive  spectra.  Diffraction  gratings,  consisting  of  a  series  of  ex- 
tremely fine  lines  very  closely  ruled  upon  glass,  are  employed  for  the  same 
purpose  as  the  prism  to  produce  the  colored  spectrum.  The  familiar 
phenomena  of  the  colors  of  thin  plates  and  of  Newton's  rings  depend  upon 
the  same  principle  of  the  interference  of  the  light  waves.  This  subject  is 
one  of  the  highest  importance  in  its  connection  with  the  optical  properties 
of  crystals,  since  the  phenomena  observed  when  they  are  viewed,  under 
certain  circumstances,  in  polarized  light  are  explained  in  an  analogous 
manner.    (Compare  the  colored  plate,  p.  144.) 
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Polarization  by  reflection. — By  polarization  is  understood,  in  general, 
that  change  in  the  character  of  reflected  or  transmitted  light  which  dimin- 
ishes its  power  of  being  further  reflected  or  transmitted.  In  accordance 
with  the  undnlatory  theory  of  light  a  ray  of  polarized  light  is  one  whose 
•vibrations  take  place  in  a  single  plane  only. 

Suppose  (f.  378)  ran  aud  op  to  be  two  parallel  mirrors,  say  simple 
polished  pieces  of  black  glass;  a  ray  of  light,  AB, 
will  be  reflected  from  mn  in  the  direction  BC, 
yLg  ^a  and  meeting  op,  will  be  again  reflected  to  D. 

/^f^^^  When,  as  here,  the  two  mirrors  are  in  a  parallel 

/Jf5\  position,  the  plane  of  reflection  is  clearly  the 

yr\        ""'-X  same  for  both,  the  angles  of  incidence  are  equal, 

and  the  rays  A  B  and  CD  are  parallel.  The  ray 
CD  is  polarized^  although  this  does  not  show 
itself  to  the  eye  direct. 

Now  let  the  mirror,  op,  be  revolved  about  BC 
as  an  axis,  and  let  its  position  otherwise  be  un- 
changed, so  that  the  angles  of  incidence  still 
remain  equal,  it  will  be  found  that  the  reflected 
ray,  CD,  loses  more  and  more  of  its  brilliancy  as 
the  revolution  continues,  and  when  the  mirror, 
op,  occupies  a  position  at  right  angles  to  it* 
former  position,  the  amount  of  light  reflected  will  be  a  minimum,  the 
planes  of  reflection  beiug  in  the  two  cases  perpendicular  to  one  another. 

If  the  revolution  of  the  mirror  be  continued  with  the  same  conditions  as 
before,  and  in  the  same  direction,  the  reflected  ray  will  become  brighter 
and  brighter  till  the  mirror  has  the  position  indicated  by  the  dotted  line, 
op',  when  the  planes  of  reflection  again  coincide,  and  the  reflected  ray,  CD' , 
is  equal  in  brilliancy  to  that  previously  obtained  for  the  position  CD. 

The  same  diminution  to  a  minimum  will  be  seen  if  the  revolution  is  con- 
tinued 90°  farther,  and  the  reflected  ray  again  becomes  as  brilliant  as  before 
when  the  mirror  resumes  its  first  position  op. 

In  the  above  description  it  was  asserted  that,  when  the  planes  of  inci 
dence  of  the  mirrors  were  at  right  angles  to  each  other,  the  amount  of  light 
reflected  would  be  less  than  in  any  other  position,  that  is  a  minimum.  For 
one  single  position  of  the  mirrors,  however,  as  they  thus  stand  perpendicular 
to  each  other,  that  is  for  one  single  value  of  the  angle  of  incidence,  the 
light  will  be  practically  extinguished,  and  no  reflected  ray  will  appear 
from  the  second  mirror. 

The  angle  of  incidence,  ABU,  for  this  case  is  called  the  angle  of  polar- 
isation, and  its  value  varies  for  different  substances.  It  was  shown  further 
by  Brewster  that : 

The  angle  of  polarization  is  that  angle  whose  tangent  is  the  index  of 
refraction  of  the  reflecting  substance,  i.e.,  tan  i  =  n. 

Exactly  the  same  phases  of  change  would  have  been  observed  if  the 
upper  mirror  had  been  revolved  in  a  similar  manner.  The  first  mirror  is 
often  called  the  polarizer,  the  second  the  analyzer. 

This  change  which  the  light  suffers  in  this  case,  in  consequence  of  re- 
flection, is  called  polarization. 
In  order  to  give  a  partial  explanation  of  this  phenomenon  and  to  make 
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the  same  subject  intelligible  as  applied  to  other  cases  in  which  polarization 
occurs,  reference  must  be  made  to  the  commonly  received  theory  of  the 
nature  of  light  already  defined. 

The  phenomena  of  light  are  explained,  as  has  been  stated,  on  the  assump- 
tion that  it  consists  or  the  vibrations  of  the  ether,  the  vibrations  being 
transverse,  that  is  in  a  plane  perpendicular,  to  the  direction  in  which  the 
light  is  propagated.  These  vibrations  in  ordinary  light  take  place  in  all 
directions  in  this  plane  at  sensibly  the  same  time ;  strictly  speaking,  the 
vibrations  are  considered  as  being  always  transverse,  but  their  directions 
are  constantly  and  instantaneously  changing  in  azimuth.  Such  a  ray  of  light 
is  alike  on  all  sides  or  all  around  the  line  of  propagation,  Alt,  f.  374. 
A  ray  of  completely  polarized  light,  on  the  other  hand,  has  vibrations  in 
one  direction  only,  that  is  in  a  single  plane. 

These  principles  may  be  applied  to  the  case  of  reflection  already  de- 
scribed. The  ray  of  ordinary  light,  AB,  has  its  vibrations  sensibly  simul- 
taneous in  all  directions  in  the  plane  at  right  angles  to  its  line  of  propaga- 
tion, while  the  light  reflected  from  each  mirror  has  only  those  vibrations 
which  are  in  one  direction,  at  right  angles  to  the  plane  of  reflection — 
supposing  that  the  mirrors  are  so  placed  that  the  angle  of  incidence 
(ABH)  is  also  the  angle  of  polarization. 

If  the  mirror  occupy  the  position  represented  in  f.  378,  the  ray  of  light, 
B C,  after  being  reflected  by  the  first  mirror,  mn,  contains  that  part  of  the 
vibrations  whose  direction  is  normal  to  its  plane  of  reflection  called  the 
flane  of  polarization.  This  is  also  true  of  the  second  mirror,  and  when 
they  are  parallel  and  their  planes  of  reflection  coincide,  the  ray  of  light  is 
reflected  a  second  time  without  additional  change. 

If,  however,  the  second  mirror  is  revolved  in  the  way  described  (p.  126), 
less  and  less  of  the  light  will  be  reflected  by  it,  since  a  successively  smaller 
part  of  the  vibrations  of  the  ray  i?6ytake  place  in  a  direction  normal  to 
its  plane  of  reflection.  And  when  the  mirrors  are  at  right  angles  to  each 
other,  after  a  revolution  of  op  90°  about  the  line  BO  as  an  axis,  no  part  of 
the  vibrations  of  the  ray  BO  sore  in  the  plane  at  right  angles  to  the  reflec- 
tion-plane of  the  second  mirror,  and  hence  the  light  is  extinguished. 

By  reference  to  f.  375  this  subject  may  be  explained  a  little  more  broadly. 
It  was  seen  that  of  the  ray  ca,  meeting  the  surface  of  the  water  at  a,  part  is 
reflected  and  part  transmitted  in  accordance  with  the  laws  of  reflection 
and  refraction.  It  has  been  shown  further  that  the  reflected  ray  is  polar- 
ized, that  is,  it  is  changed  so  that  the  vibrations  of  the  light  take  place  in 
one  direction,  at  right  angles  to  the  plane  of  incidence,  ft  is  also  true  that 
the  refracted  ray  is  polarized,  it  containing  only  those  vibrations  which 
were  lost  in  the  reflected  ray,  that  is,  those  which  coincide  with  the  plane 
of  incidence  and  reflection. 

It  was  stated  that  the  vibrations  of  the  polarized  reflected  ray  take  place 
<U  right  angles  to  the  plane  of  polarization.  This  is  the  assumption  which 
is  commonly  made ;  but  all  the  phenomena  of  polarization  can  be  equally 
well  explained  upon  the  other  supposition  that  they  coincide  with  this 
plane. 

The  separation  of  the  ray  of  ordinary  light  into  two  rays,  one  reflected 
the  other  refracted,  vibrating  at  right  angles  to  each  other,  takes  place  most 
completely  when  the  reflected  and  refracted  rays  are  90°  from  one  another, 
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as  proved  by  Brewster.  From  this  fact  follows  the  law  already  stated, 
that  the  tangent  of  the  angle  of  polarization  is  equal  to  the  index  of  re- 
fraction.    The  angle  of  polarization  for  glass  is  about  54°  35'. 

This  separation  is  in  no  case  absolutely  complete,  but  varies  with  differ- 
ent substances.  In  the  case  of  opaque  substances  the  vibrations  belonging 
to  the  refracted  ray  are  more  or  less  completely  absorbed  (compare  remarks 
on  color \  p.  164).  '  Metallic  surfaces  polarize  the  light  very  slightly. 

Polarization  by  means  of  thin  plates  of  glass. — It  has  been  explained 
that,  the  light  which  has  been  transmitted  and  refracted  is  always  at  least 
in  part  polarized.  It  will  be  readily  understood  from  this  fact  that  when  a 
number  of  glass  plates  are  placed  together,  the  light  which  passes  through 
them  all  will  be  more  and  more  completely  polarized  as  their  number  is 
increased.  This  is  a  second  convenient  method  of  obtaining  polarized 
light. 

Polarization  by  means  of  tourmaline  plates. — The  phenomena  of  polar- 
ized light  may  also  be  shown  by  means  of  tourmaline  plates.  If  from 
a  crystal  of  tourmaline,  which  is  suitably  transparent,  two  sections  be 
obtained,  each  cut  parallel  to  the  vertical  axis,  it  will  be  found  that 
these,  when  placed  together  with  the  direction  of  their  axes  coinciding, 
allow  the  light  to  pass  through.  If,  however,  one  section  is  revolved  upon 
the  other,  less  and  less  of  the  light  is  transmitted,  until,  when  their  axes  are 
at  right  angles  (90°)  to  each  other,  the  light  is  (for  the  most  part)  extin- 
guished. As  the  revolution  is  continued,  more  and  more  light  is  obtained 
through  the  sections,  and  after  a  revolution  of  180°,  the  axes  being  again 
parallel,  the  appearance  is  as  at  first.  A  further  revolution  (270°)  brings 
the  axes  again  at  right  angles  to  each  other,  when  the  light  is  a  second  time 
extinguished,  and  so  on  around. 

The  explanation  of  these  phenomena,  so  far  as  it  can  be  given  here,  is 
analogous  to  that  employed  for  the  case  of  polarization  by  re- 
flection.      Each  plate  so  affects  the  ray  of  light  that  after 
having  passed  through  it  there  exist  vibrations  in  one  direction 
only,  and  that  parallel  to  the  vertical  axis,  the  other  vibrations 
being  absorbed.     If  now  the  two  plates  are  placed  in  the  same 
position,  abdc,  and  efgh  (f.  379),  tne  light  passes  through  both 
in  succession.     If,  however,  the  one  is  turned  upon  the  other, 
only  that  portion  of  the  light  can  pass  through  which  vibrates 
still  in  the  direction  ae.     This  portion  is  determined  bv  the 
resolution  of  the  existing  vibrations  in  accordance  witn.  the 
principle  of  the  parallelogram  of  forces.     Consequently,  when  the  sections 
stand  at  right  angles  to  each  other  (f.  380)  the  amount  of 
transmitted  light  is  nothing  (not  strictly  true),  that  is,  the 
light  is  extinguished. 

The  tourmaliue  plates,  which  have  been  described,  are 
mounted  in  pieces  of  cork  and  held  in  a  kind  of  wire 

Eincers  (f.  381).     The  object  to  be  examined  is  placed 
etween  them  and  supported  there  by  the  spring  m  the 
wire.      In  use  they  are  held   close  to  the   eye,  and  in 
this  position  the  object  is  viewed  in  converging  polarized  light. 

Polarization  by  means  of  Nicol  prisms. — The  most  convenient  method 
of  obtaining  polarized  light  is  by  means  of  a  Nicol  prism  of  calcite.    A 
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cleavage  rhombohedron  of  calcite  (the  variety  Iceland  spar  is  universally 
used  in  consequence  of  its  transparency)  is  obtained,  having  four  large  and 
two  small  rhombohedral  faces  opposite  each  other.     In  place  of  the  latter 


planes  two  new  surfaces  are  cut,  making  angles  of  68°  (instead  of  71°)  with 

the  obtuse  vertical  edges ;  these  then  form  the  terminal  faces  of  the  pri6in. 

In  addition  to  this,  the  prism  is  cut  through  in  the  direction  RH  (f.  382), 

the  parts  then  polished  and  cemented  together  again  with 

Canada  balsam.     A  ray  of  light,  ab,  entering  the  prism 

is  divided  into  two  rays  polarized  at  right  angles  to  each 

other.     One  of  these,  bcy  on  meeting  the  layer  of  balsam 

(whose  refractive  index  is  greater  than   that  of  calcite) 

suffers  total  reflection  (p.  124),  and  is  deflected  against  the 

blackened  sides  of  the  prism  and  extinguished.     The  other 

passes  through  and  emerges  at  e,  a  completely  polarized 

ray  of  light,  that  is,  a  ray  with  vibrations  in  one  direction 

only,  and  that  the  direction  of  the  shorter  diagonal  of  the 

prism  (f.  383). 

It  is  evident  that  two  Nicol  prisms  can  be  used  together 
in  the  same  way  as  the  two  tourmaline  plates,  or  the  two 
mirrors ;  one  is  called  the  polarizer \  and  the  other  the 
analyzer.  The  plane  of  polarization  of  the  Nicol  prisms 
has  the  direction  PP  (f.  383)  at  right  angles  to  which  the 
vibrations  of  the  light  take  place.  A  ray  of  light  pass- 
ing through  one  Nicol  will  be  extinguished  by  a  second 
when  its  plane  of  polarization  is  at  right  angles  to  that  of 
the  first  prism ;  in  this  case  the  Nicols  are  said  to  be 
crossed.  The  Nicol  prisms  have  the  great  advantage  over  the  tourmaline 
plates,  that  the  light  they  transmit  is  uncolored  and  more  completely 
polarized. 

Either  a  tourmaline  plate  or  a  Nicol  prism 
may  also  be  used  in  connection  with  a  reflecting 
mirror.      The  light  reflected  by  such  a  mirror 
vibrates  in  a  plane  at  right  angles  to  the  plane  of 
incidence    (plane  of  polarization);    that    trans- 
mitted by  the  Nicol  prism  vibrates  in  the  direc- 
tion of  the   shorter  diagonal  (f.  383).     Hence, 
when  the  plane  of  this  diagonal  is  at  right  angles 
to  the  plane  of  polarization  of  the  mirror,  the  re- 
flected ray  will  pass  through  the  prism ;  but  when  the  two  planes  mentioned 
coincide,  the  planes  of  vibration  are  at  right  angles  and  the  reflected  ray  is 
extinguished  by  the  prifim. 
9 
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Polwriscope*.— The  Nicol  prisms,  when  ready  for  use,  are  mounted  in  an 
upright  instrument,  called  a  polariscope.  Sometimes  parallel,  and  some- 
times converging,  light  is  required  in  the  investigations  for  which  the  instru- 
ment is  used.     Fig.  384  shows  the  polarization-microscope  of  Norrenberg 


as  altered  and  improved  by  Groth  (see 
Literature,  p.  156).  The  Nicol  prisms 
are  at  d  ana  r,  and  are  so  mounted  as 
to  admit  of  a  motion  of  revolution  in- 
dependent of  the  other  parts  of  the  in- 
strument. The  lense  e  causes  the  light 
from  the  ordinary  mirror,  a,  to  pass  as  a 
cone  through  the  prism  d,  and  the  lenses 
at  h  converge  the  light  upon  the  plate 
to  be  examined  placed  at  i.  The  other 
lenses  (o)  above  act  as  a  weak  microscope, 
having  a  field  of  vision  of  130°.  The 
stage  (£and  Jc)%  carrying  the  object,  admits 
of  a  horizontal  revolution.  The  distance 
between  the  two  halves  of  the  instrument 
is  adjusted  by  the  screws  m  and  n. 
When  parallel  light  is  required,  a  similar  instrument  is  employed,  which 

lias,  however,  a  different  arrangement  of  the  lenses,  as  shown  in  f.  385. 

The  objects  for  which  these  instruments,  as  well  as  the  tourmaline  plates, 

are  employed,  will  be  found  described  in  the  following  pa^es. 

The  Nicol  prisms  are  often  used  as  an  appendage  to  the  ordinary  com 

pound  microscope,  and  in  this  form  are  important  as  enabling  us  to  examine 

very  minute  crystals  in  polarized  light. 
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DISTINGUISHING    OPTICAL    CHARACTERS  OF    THE  CRTS- 
TALS  OF  THE  DIFFERENT  SYSTEMS. 

It  has  already  been  remarked  that  all  crystallized  minerals  group  them- 
selves into  three  grand  classes,  which  are  distinguished  by  their  physical 
properties,  as  well  as  their  geometrical  form : 

A.  Isometric,  in  which  the  crystals  are  developed  alike  in  all  the  several 
axial  directions. 

B.  Isodiametric,  including  the  tetragonal  and  hexagonal  systems,  whose 
crystals  are  alike  in  the  directions  of  the  several  lateral  axes,  but  vertically 
the  development  is  unlike  that  laterally. 

C.  Anisometi%ic,  embracing  the  three  remaining  systems,  where  the  crys- 
tals are  developed  in  the  three  axial  directions  dissimilarly. 

Between  these  classes  there  are  many  oases  of  gradual  transition  in  crystalline  form,  and, 
similarly  and  necessarily,  in  optical  character.  The  line  between  uniaxial  and  biaxial 
crystals,  for  instance,  cannot  be  considered  a  very  sharply  denned  one. 


A.  Isometric  Crystals. 

General  Optical  Character. 

All  isometric  crystals  are  alike  in  this  respect  that  they  simply  refract, 
but  do  not  doubly  refract  the  light  they  transmit.  They,  are  optically 
isotrope.  This  follows  directly  from  the  symmetry  of  the  crystallization. 
In  the  language  of  Fresnel,  the  elasticity  of  the  light-ether  is  throughout 
them  the  same,  and  the  light  is  propagated  in  every  direction  with  the 
same  velocity.  There  is,  consequently,  but  one  value  of  the  index  of  refrac- 
tion. The  wave-surface  is  spherical.  This  class  also  includes  all  trans- 
parent amorphous  substances,  like  glass. 

Optical  Investigation  of  Isometric  Crystals. 

In  consequence  of  their  isotropic  character,  isometric  crystals  exhibit  no 
special  pheuomena  in  polarized  light.  Sections  of  isometric  crystals  may 
be  always  recognized  as  such  by  the  fact  that  they  behave  as  an  amorphous 
substance  in  polarized  light;' in  other  words,  when  the  Nicol  prisms  are 
crossed  they  appear  dark,  and  a  revolution  of  the  section  in  any  plane  pro- 
duces no  change  in  appearance.  Similarly  they  appear  light  when  placed 
between  parallel  Nicols.     Some  anomalies  are  mentioned  on  p.  154. 

Isometric  crystals  have  but  a  single  index  of  refraction,  and  that  may  be 
determined  in  "the  way  described  by  means  of  a  prism  cut  with  its  edge  in 
any  direction  whatever. 

Crystals  of  the  second  and  third  classes  are  optically  anisotrope. 
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B.  Uniaxial  Crystals. 

General  Optical  Character. 

In  the  isodiametric  crystals,  those  of  the  tetragonal  and  hexagonal  sys- 
tems, there  is  crystallographically  one  axial  direction,  that  of  the  vertical 
axis,  which  is  distinguished  from  the  other  lateral  directions  which  are 
among  themselves  aljke.  So  also  the  optical  investigations  of  these  crystals 
show  that  with  reference  to  the  action  of  light  there  exists  a  similar  kind 
of  symmetry.  Light  is  propagated  in  the  direction  of  the  vertical  axis  with 
a  velocity  different  from  that  with  which  it  passes  in  any  other  direction, 
but  for  all  directions  at  right  angles  to  the  vertical  axis,  or  all  directions 
making  the  same  angle  with  it,  tne  velocity  of  propagation  is  the  same. 
In  other  words,  the  elasticity  of  the  ether  in  the  direction  of  the  vertical 
axis  is  either  greater  or  less  than  that  in  directions  normal  to  it  (analogous 
to  the  crystallographical  relation  c  ^  a),  while  in  the  latter  directions  it  is 
everywhere  alike. 

Optic  axis. — Let  a  ray  of  light  pass  through 
the  crystal  in  the  direction  of  the  vertical  axis, 
ahy  in  f.  386,  its  vibrations  must  take  place  in 
the  plane  at  right  angles  to  this  axis  ;  but  in  all 
directions  in  this  plane  the  elasticity  of  the  ether 
is  the  same,  hence  for  such  a  ray  the  crystal  must 
act  as  an  isotrope  medium ;  and  the  ray  is  con- 
sequently not  doubly  refracted  and  not  polarized. 
This  direction  is  called  the  optic  axis.* 

Double  refraction. — If,  on  the  other  hand,  the 
ray  of  light  passes  through  the  crystal  in  any  other  direction,  it  is  divided 
into  two  rays,  or  doubly  refracted  (see  f.  377),  and  this  in  conseauence  of 
the  difference  in  the  elasticity  of  the  ether  in  the  plane  in  which  ihe  vibra- 
tions take  place.  Of  these  two  rays,  one  follows  the  law  of  ordinary 
refraction,  and  this  is  called  the  ordinary  ray  ;  the  other  does  not  conform 
to  this  law,  and  is  called  the  extraordinary  ray.  Both  these  rays  are  polar- 
ized, and  in  planes  at  right  angles  to  each  other ;  the  vibrations  of  the 
extraordinary  ray  take  place  in  the  plane  passing  through  the  incident  ray 
and  vertical  axis,  called  the  principal  section,  those  of  the  ordinary  ray 
are  in  a  plane  at  right  angles  to  this. 

Wave-surf aee  of  the  ordinary  ray. — The  meaning  of  the  statement  that 
the  ordinai-y  ray  follows  the  law  of  the  simple  refraction  is  this  : — the  index 
of  refraction  (a>)  of  the  ordinary  ray  has  invariably  the  same  value,  what- 
ever be  the  direction  in  which  the  light  passes  through  the  crystal ;  the 
amount  of  deviation  from  the  perpendicular  is  always  m  accordance  with 

the  law  -7—  =  n  (a>).     In  other  words,  the  ordinary  ray  is  propagated  in 

all  directions  in  the  medium  with  the  same  velocity  ;  and  hence  the  wave- 


*  It  will  be  understood  that  the  optio  cuds  is  always  a  direction,  not  a  fixed  line  in  the 
crystal*. 
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surface  is  that  of  a  sphere.     Moreover,  the  ordinary  ray  always  remains  in 
the  plane  of  incidence. 

Wave-surface  of  the  extraordinary  ray. — For  the  extraordinary  ray  the 
law  of  simple  refraction  does  not  hold  good.  If  experiments  be  made  upon 
any  uniaxial  crystal,  it  will  be  found  that  the  two  rays  are  most  separated 
when  (1)  the  light  falls  perpendicular  to  the  vertical  axis.  As  its  inclina- 
tion toward  the  axis  is  diminished,  the  extraordinary  ray  approaches  the 
ordinary  ray,  and  coincides  with  it  when  (2)  the  light  passes  through  par- 
allel to  the  vertical  axis.  The  index  of  refraction  of  the  extraordinary  ray 
varies  in  value,  being  most  unlike  o>  for  the  first  case  supposed  when  the 
vibrations  of  the  extraordinary  ray  are  parallel  to  the  axis  (when  it  is 
called  6),  and  is  equal  to  g>  for  the  second  case  supposed.  The  velocity  of 
this  ray  is  then  variable  in  a  corresponding  manner.  The  wave-surface  of 
the  extraordinary  ray  is  an  ellipsoid  of  rotation.  Moreover  it  ordinarily 
does  not  remain  in  the  plane  of  incidence. 

Two  cases  are  now  possible :  the  index  (g>)  of  the  ordinary  ray  may  be  (1) 
greater  than  that  of  the  extraordinary  ray  (e),  in  which  case  the  velocity  of 
the  light  in  the  direction  of  the  vertical  axis  is  less  than  that  in  any  other 
direction  ;  or  (2)  g>  may  be  less  than  e,  and  in  this  case  the  velocity  of  pro- 
pagation for  the  light  has  its  maximum  parallel  to  the  vertical  axis.  The 
former  are  called  negative,  the  latter  positive  crystals.  The  fact  alluded 
to  here  should  be  noted  that  the  value  of  the  refractive  index  is  iuversely 
proportional  to  the  velocity  of  the  light,  or  elasticity  of  the  ether,  in  the 
given  direction. 

Negative  crystals  ;  Wave-surface. — Forcalcite  g>  =1-654,  €  =  1*483,  it  is 
hence  one  of  the  class  of  negative  crystals.  The  former  value  (»)  belongs 
to  the  ray  vibrating  at  right  angles  to  the  vertical  axis,  and  the  latter  value 
(e)  to  the  ray  with  vibrations  parallel  to  the  axis.  As  has  been  stated,  the 
refractive  index  for  the  extraordinary  ray  increases  from  1.483  to  1.654,  as 
the  ray  becomes  more  and  more  nearly 
parallel  to  the  vertical  axis.  ifig.  387  illus- 
trates graphically  the  relation  between  the 
two  indices  of  refraction,  and  the  correspond- 
ing velocities  of  the  rays  ;  ab  represents  the 
direction  of  the  vertical  axis,  that  is,  the  optic 
axis.  Also  ma ,  mb  represent  the  velocity 
of  the  light  parallel  to  this  axis,  correspond- 
ing to  the  greater  index  of  refraction  (1*654). 
The  circle  described  with  this  radius  will 
represent  the  constant  velocity  of  the  ordi- 
nary ray  in  any  direction  whatever.  Let 
further  md,  mc  represent  the  velocity  of  the  extraordinary  ray  passing  at 
right  angles  to  tne  axis,  hence  corresponding  to  the  smaller  index  of 
refraction  (1*483).  The  ellipse,  whose  major  and  minor  axes  are  cd 
and  ab,  will  express  the  law  in  accordance  with  which  the  velocity  of  the 
extraordinary  ray  varies,  viz.,  greatest  in  the  direction  md,  least  in  the 
direction  ab  in  which  it  coincides  with  the  ordinary  ray.  For  any  inter- 
mediate direction,  hgm,  the  velocity  will  be  expressed  by  the  length  of  the 
line,  km. 

Now  let  this  figure  be  revolved  about  the  axis  ab ;  there  will  be  generated 
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a'  circle  within  an  oblate  ellipsoid  of  rotation  (f .  388).    The  surface  of  the 

sphere  is  the  wave-surface  of  the  ordinary  ray, 

888  and  that  of  the  ellipsoid  of  the  extraordinary 
ray  ;  the  line  of  their  intersection  is  the  optic 
axis. 

In  f.  377,  p.  125,  the  ray  of  light  is  shown 
divided  into  two  by  the  piece  or  calcite ;  of 
these,  bd,  which  is  the  more  refracted,  is  the 
ordinary  ray,  and  cd,  which  is  less  refracted,  is 
the  extraordinary  ray. 

Positive  crystals  /  Wave-surface.  —  For 
quartz  co  =  1*548,  e=  1*558.  The  index  of 
refraction  for  the  ordinary  ray  (o>)  is  less  than  that  of  the  extraordinary  ray 
(e) ;  quartz  hence  belongs  to  the  class  of  positive  crystals.  The  value  of  € 
(1*558)  for  the  extraordinary  ray  corresponds  to  the  direction  of  the  ray  at 
right  angles  to  the  vertical  axis,  when  its  vibrations  are  parallel  to  this  axis. 
As  the  direction  of  the  ray  changes  and  becomes  more  and  more  nearly  par- 
allel to  the  axis,  the  value  of  its  index  of  re- 

889  fraction  decreases,  and  when  it  is  parallel  to  the 
latter,  it  has  the  value  1*548.  The  extraordin- 
ary ray  then  coincides  with  the  ordinary,  and 
there  is  no  double  refraction ;  this  is,  as  be- 
fore, the  line  of  the  optic  axi*.  The  law  for 
both  rays  can  be  represented  grapliically  in 
the  same  way  as  for  negative  crystals.  In 
f .  389,  amb  is  the  direction  of  the  optic  axis ; 
let  ma,  mb  represent  the  velocity  of  the  ordin- 
ary ray,  which  corresponds  to  the  least  re- 
fractive index  (1*548),  the  circle  afbe  will 
express  the  law  for  this  ray,  viz.,  the  velocity 
the  same  in  every  direction.  Moreover,  let 
md,  mc  represent  the  velocity  of  the  extraor- 
dinary ray,  at  right  angles  to  the  axis,  which  corresponds  to  the  maximum 
refractive  index  (1*558) ;  the  ellipse,  adbc,  will  express  the  law  for  velocity 
of  the  extraordinary  ray,  viz  ,  least  in  the  direction  ?nd,  and  greatest  in  the 
direction  ai,  when  it  is  equal  to  that  of  the  ordinary  ray,  and  varying 
uniformly  between  these  limits.  If  the  figure  be  revolved  as  before,  there 
will  be  generated  a  6phere,  whose  surface  is  the  wave-surface  of  the  ordin- 
ary ray,  and  within  it  a  prolate  ellipsoid  whose  surface  represents  the 
wave-surface  of  the  extraordinary  ray. 

The  following  list  includes  examples  of  both  classes  of  uniaxial  crystals : 


Negative  c?ystals  (— ), 
Calcite, 
Tourmaline, 
Corundum, 
Beryl, 
Apatite. 


Positive  crystals  (+), 
Quartz, 
Zircon, 
Hematite, 
Apophyllite, 
Cassiterite. 


It  may  be  remarked  that  in  some  species  both  +  and  —  varieties  have 
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been  observed.  Certain  crystals  of  apophyllite  are  positive  for  one 
end  of  the  spectrum  and  negative  for  the  other,  and  consequently  for  some 
color  between  the  two  extremes  it  has  no  double  refraction. 

These  principles  make  the  explanation  of  the  use  of  tourmaline  plates  and  oalcite  prisma 
aa  polarizing  instruments  (p.  128)  more  intelligible. 

The  two  rays  into  which  the  single  ray  is  divided  on  passing  through  a  uniaxial  crystal  are, 
as  has  been  said,  both  polarized,  the  ordinary  ray  in  a  plane  passing  through  the  vertical 
axis  and  the  extraordinary  ray  perpendicular  to  this.  In  a  tourmaline  plate  of  the  proper 
thickness,  cut  parallel  to  the  axis  <J,  the  ordinary  ray  is  absorbed  (for  the  most  part)  and  the 
extraordinary  ray  alone  passes  through,  having  its  vibrations  in  the  direction  of  the  vertical 


In  the  calcite  prism,  of  the  two  refracted  and  polarized  rays,  the  ordinary  ray  is  disposed  of 
artificially  in  the  manner  mentioned  (p.  139),  and  the  extraordinary  ray  alone  passes  through, 
vibrating  as  already  remarked,  in  the  direction  of  the  axis  c,  or,  in  other  words,  of  the 
shorter  diagonal  of  the  Nicol  prism. 

The  relation  of  these  phenomena  to  the  molecular  structure  of  the  crystal  is  weU  shown 
by  the  effect  of  pressure  upon  a  parallelopiped  of  glass  Glass,  normally,  exhibits  no  colored 
phenomena  in  polarized  light,  since  the  elasticity  of  the  ether  is  the  same  in  all  directions. 
and  there  is  hence  no  double  refraction.  But  if  the  block  be  placed  under  pressure,  exerted 
on  two  opposite  faces,  the  conditions'  are  obviously  changed,  the  density  is  the  same  in  the 
both  lateral  directions  but  differs  from  that  in  the  direction  of  the  axis  of  pressure.  The  sym- 
metry in  molecular  structure  becomes  that  of  a  uniaxial  crystal,  and,  as  would  be  expected, 
on  placing  the  block  in  the  polariscope,  a  black  cross  with  itj  colored  rings  is  observed,  exactly 
as  with  calcite.  Similarly  when  glass  has  been  suddenly  and  unevenly  cooled  its  molecular 
structure  is  not  homogeneous,  and  it  will  be  found  to  polarize  light,  although  the  phenomena, 
for  obvious  reasons,  will  not  have  the  regularity  of  the  case  described. 

It  may  be  added  here  that  recent  investigations  by  Mr.  John  Kerr  have  shown  that  electri- 
city calls  out  birefringent  phenomena  in  a  block  of  glass.    (Phil.  Mag.,  1.,  837.) 

Optical  Investigation  of  Uniaxial  Crystals. 

Sections  normal  or  parallel  to  the  axis  in  polarized  light. — Suppose  a 
section  to  be  cut  perpendicular  to  the  vertical  axis  (axial  section),  it  has 
already  been  shown  that  a  raj  of  light  passing  through  the  crystal  in  this 
direction  suffers  no  change,  consequently,  such  a  section  examined  in 
parallel  polarized  light,  in  the  instrument  (f.  385),  appears  as  a  section  of 
an  isometric  crystal. 

If  the  same  section  be  placed  in  the  other  instrument  (f.  384,  p.  130), 
arranged  for  viewing  the  object  in  converging  light,  or  in  the  tourmaline 
tongs,  a  beautiful  phenomenon  is  observed  ;  a  symmetrical  black  cross — 
when  the  Nicols  or  tourmaline  plates  are  crossed — with  a  series  of  concentric 
rings,  dark  and  light,  in  monochromatic  light,  but  in  white  light,  showing 
the  prismatic  colors  in  succession  in  each  ring.  This  is  shown  without  the 
colors  in  f.  390,  the  arrangement  of  the  colors  in  the  elliptical  rings  of  the 
plate  opposite  page  144  is  similar. 

This  cross  becomes  white  when  the  Nicols  or  tourmalines  are  in  a  par- 
allel position,  and  each  band  of  color  in  white  light  changes  to  its  comple- 
mentary tint  (f.  391).  These  interference  figures  are  seen*  in  this  form 
only  in  a  plate  cut  perpendicular  to  the  vertical  axis,  and  marks  the  uni- 
axial character  of  the  crystal. 

The  explanation  of  this  phenomenon  can  be  only  hinted  at  in  this  place. 

*  Uniaxial  crystals  which  produce  circular  polarization  exhibit  interference  figures  which 
differ  somewhat  from  those  described.     Some  anomalies  are  mentioned  on  p.  154 
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All  the  rays  of  light,  whose  vibrations  coincide  with  the  vibration-planes 
of  either  of  the  crossed  Nicols,  must  necessarily  be  extinguished.     This 

gives  rise  to  the  black  cross  in  the  centre,  with  its  arms  in  the  direction  of 
le  planes  mentioned.  All  other  rays  passing  through  the  given  plate 
obliquely  will  be  doubly  refracted,  and  after  passing  through  the  second 
Nicol,  thus  being  referred   to  the  same  plane  of   polarization,  they  will 

891 


SM 


interfere,  and  will  give  rise  to  a  series  of  concentric  rings,  light  and  dark 
in  homogeneous  lignt,  but  in  ordinary  light  showing  the  successive  colors  of 
the  spectrum.  In  regard  to  the  interference  of  polarized  rays,  the  fact  must 
be  stated  that  that  can  take  place  only  when  they  vibrate  in  the  same  plane ; 
two  rays  vibrating  at  right  angles  to  each  other  cannot  interfere.  These 
interference  phenomena  are  similar  to  the  successive  spectra  obtained  by 
diffraction  gratings  alluded  to  on  p.  125.  It  is  evident  that,  in  order  to 
observe  the  phenomena  most  advantageously,  the  plate  must  have  a  suitable 
thickness,  which,  however,  varies  with  the  refractive  index  of  the  substance. 
The  thicker  the  plate  the  smaller  the  rings  and  the  more  they  are  crowded 
together ;  when  the  thickness  is  considerable,  only  the  black  brushes  are 
seen. 

Section  parallel  {or  sharply  inclined)  to  the  oasis. — If  a  section  of  a  uni- 
axial crystal,  cut  parallel  or  inclined  to  the  vertical  axis,  be  examined  in 
parallel  polarized  light,  it  will,  when  its  axis  coincides  with  the  direction 
of  vibration  of  one  of  the  Nicol  prisms,  appear  dark  when  the  prisms  are 
crossed.  If,  however,  it  be  revolved  horizontally  on  the  stage  of  the  polari- 
scope  (Z,  I,  f .  384)  it  will  appear  alternately  dark  and  light  at  intervals  of  45°, 
dark  under  the  conditions  mentioned  above,  otherwise  more  or  less  light,  the 
maximum  of  light  being  obtained  when  the  axis  of  the  section  makes  an 
angle  of  45 D  with  the  plane  of  the  Nicol.  Between  parallel  Nicols  the 
phenomena  are  the  same  except  that  the  light  and  darkness  are  reversed. 
When  the  plate  is  not  too  thick  the  polarized  ray,  after  passing  the  upper 
Nicol,  will  interfere,  and  in  white  light,  the  plate  will  show  bright  colors, 
which  change  as  one  of  the  Nicols  or  the  plate  is  revolved. 

Examined  in  converging  light,  similar  sections,  when  very  thin,  show  in 
white  light  a  series  of  parallel  colored  bands. 

Determination  of  the  indices  of  refraction  o>  and  €. — One  prism  will 
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suffice  for  the  determination  of  both  indices  of  refraction,  and  its  edge  may 
lie  either  parallel  or  perpendicular  to  the  vertical  axis. 

(a)  If  parallel  to  the  vertical  axis,  the  angle  of  minimum  deviation  for 
each  ray  in  succession  must  be  measured.  The  extraordinary  ray  vibrates 
parallel  to,  and  the  ordinary  ray  at  right  angles  to,  the  direction  or  the  edge 
of  the  prism.  For  convenience  it  is  better  to  isolate  each  of  the  rays  in 
succession,  which  is  done  with  a  single  Nicol  prism.  If  this  is  held  before 
the  observing  telescope  with  its  shorter  diagonal  parallel  to  the  refracting 
edge  of  the  prism,  the  ordinary  ray  will  be  extinguished  and  the  image  01 
the  slit  observed  will  be  that  due  to  the  extraordinary  ray.  If  held  with  its 
plane  of  vibration  at  right  angles  to  the  prismatic  edge,  the  extraordinary 
my  will  be  extinguished  and  the  other  alone  observed.  From  the  single 
observed  angle,  for  the  given  color,  the  index  of  refraction  can  be  calculated, 
©  or  €,  by  the  formula  given  on  p.  124,  the  angle  of  the  prism  being  known. 

(b)  If  the  refracting  edge  of  the  prism  is  perpendicular  to  the  vertical 
axis  of  the  crystal,  the  same  procedure  is  necessary,  only  in  this  case  the 
ordinary  ray  will  vibrate  parallel  to  the  prismatic  edge,  and  the  extraordi- 
nary ray  at  right  angles  to  it.  The  two  rays  are  distinguished,  as  before,  by 
a  Jsicol  prism. 

Determination  of  the  positive  or  negative  character  of  the  double  refrac- 
tion.— The  most  obvious  way  of  determining  the  character  of  the  double 
refraction  (c*  >  e  or  a>  >  e)  is  to  measure  the  indices  of  refraction  in  accord- 
ance with  the  principles  explained  in  the  preceding  paragraphs.  It  is  not 
always  possible,  however,  to  obtain  a  prism  suitable  for  this  purpose,  and  in 
any  case  it  is  convenient  to  have  a  more  simple  method  of  accomplishing 
the  result. 

To  do  this,  use  may  be  made  of  a  very  simple  principle  : — the  +  or  — 
character  of  a  given  crystal  is  determined  by  observing  the  effect  produced 
when  an  axial  section  from  it  is  combined  in  the  polariscope  with  that  of  a 
crystal  of  known  character. 

For  instance,  calcite  is  negative,  and  if  it  be  placed  in  conjunction  with 
the  section  of  a  positive  crystal,  the  whole  effect  observed  is  the  same  as  that 
which  would  be  produced  if  the  original  plate  were  diminished  in  thickness, 
while,  if  combined  with  a  negative  crystal,  it  is  as  if  the  plate  were  made 
thicker.  It  has  already  been  remarked  that,  a3  the  axial  plate  of  a  crystal 
increases  in  thickness,  the  number  of  rings  visible  in  the  field  of  the  polari- 
scope increases,  and  they  become  more  crowded  together ;  but,  if  the  section 
is  made  thinner,  the  successive  rings  widen  out  and  become  less  numerous. 
One  or  the  other  of  these  effects  is  produced  by  the  use  of  the  intervening 
section. 

In  the  case  of  uniaxial  crystals,  however,  the  method  which  is  practically 
most  simple  is  that  suggested  by  Dove — the  use  of  an  axial  plate  of  mica  of 
a  certain  thickness.  The  section  required  is  a  cleavage  piece  of  such  a 
thickness  that  the  two  rays  in  passing  through  suffer  a  difference  of  phase 
which  is  equal  to  a  quarter  wave-length,  or  an  odd  multiple  of  this. 

Suppose  that  the  section  of  the  crystal  to  be  examined,  cut  perpendicular 
to  the  axis,  is  brought  between  the  crossed  Nicols  in  the  polariscope ;  the 
black  cross  and  the  concentric  colored  rings  are  of  course  visible.  Let  now, 
while  the  given  section  occupies  this  position,  the  mica  plate  be  placed  upon 
it,  with  the  plane  of  its  optic  axes  (determined  beforehand,  and  the  direction 
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marked  by  a  line  for  convenience)  making  an  angle  of  45°  with  the  vibra- 
tion-planes of  the  Nicola ;  the  black  cross  disappears  and  there  remain  only 
two  diagonally  situated  dark  spots  in  the  place  of  it.  Moreover,  the  colored 
curves  in  the  two  quadrants  with  these  spots  are  pushed  farther  away  from 
the  centre  than  the  others.  The  effect  produced  is  represented  in  f.  392 
and  f.  393.    If  the  line  joining  these  two  dark  spots  stands  at  right  angles 


to  the  axial  plane  of  the  mica,  the  crystal  is  positive  (f.  392),  if  this  line 
coincides  with  the  axial  plane,  the  crystal  is  negative  (f.  393).  The  explana- 
tion of  this  effect  is  not  so  simple  as  to  allow  of  being  introduced  here ;  the 
effect  of  the  mica  is  to  produce  circular  polarization  of  the  light  which  it 
transmits. 

With  both  uniaxial  and  biaxial  crystals  the  student  will  find  it  of  great  assistance  always 
to  have  at  his  side  a  good  section  of  a  positive  and  a  negative  crystal.  By  comparing  the 
phenomena  observed  in  the  section  under  examination  with  those  shown  by  crystals  of  known 
character,  he  will  often  be  saved  much  perplexity. 

For  the  investigation  of  the  absorption  phenomena  of  uniaxial  crystals 
see  p.  161. 

Cibculab  Polarization. 

In  what  has  been  said  of  polarized  light,  in  the  preceding  pages,  it  has 
been  assumed  that  a  polarized  ray  was  one  whose  vibrations  took  place  in 
a  single  plane,  so  that  the  plane  oi  polarization  at  ri^ht  angles  to  this  was  a 
fixed  plane.  Such  a  ray  is  said  to  be  linearly  polarized.  There  are  some 
uniaxial  crystals,  however,  which  have  the  power  to  rotate  the  plane  of  polari- 
zation ;  the  ray  is  said  to  be  circularly  polarized.  They  manifest  this  in  the 
phenomena  observed  when  an  axial  section  is  examined  in  the  polariscope. 

An  axial  section  of  a  uniaxial  crystal  normally  exhibits,  in  converging 

r)larized  light,  a  black  cross  with  a  series  of  concentric  colored  circles, 
390,  p.  136.  If,  however,  a  section  of  quartz  be  cut  perpendicular  to  the 
axis  and  viewed  between  the  crossed  Nicols,  the  phenomena  observed  are 
different  from  these: — the  central  portion  of  the  black  cross  has  disap- 
peared, and  instead,  the  space  within  the  inner  ring  is  brilliantly  colored. 
Furthermore,  when  the  analyzing  Nicol  is  revolved,  this  color  changes 
from  blue   to  yellow  to  red,  and   it  is   found   that  in  some  cases  this 
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change  is  produced  by  revolving  the  Nicol  to  the  right,  and  in  other  cases 
to  the  left.  To  distinguish  between  these  the  first  are  called  rightrhanded 
rotating  crystals,  and  trie  others  left-handed.  The  relations  here  involved 
will  be  better  understood  if  the  quartz  section  is  viewed  in  parallel  mono- 
chromatic  light.  Under  these  circumstances  a  similar  plate  of  calcite 
appeal's  dark  when  the  Nicols  are  crossed,  but  with  quartz  the  maximum 
darkness  is  only  obtained  when  the  analyzer  has  been  revolved  beyond  its 
first  position  a  certain  angle ;  this  angle  increasing  with  the  thickness  of 
the  section,  and  also  varying  with  the  color  of  the  light  employed. 

For  a  section  1  mm.  thick  in  red  light,  a  rotation  of  the  analyzer  of  19° 
is  required  to  produce  the  maximum  darkness.  For  yellow  light  the 
rotation  is  24°  with  a  plate  of  the  same  thickness ;  with  blue,  32°,  and  so  on. 
The  rotation  of  the  analyzer  with  some  crystals  is  to  the  right,  with  others 
to  the  left. 

The  explanation  of  these  facts  lies  in  the  fact  stated  above,  that  the 
quartz  rotates  the  plane  of  vibration  of  the  polarized  light,  and  the  angle  of 
rotation  is  different  for  rays  of  different  wave-lengths.  Furthermore,  this 
rotation  of  the  plane  of  vibration  results  from  the  fact  that  in  quartz,  even 
in  the  direction  of  its  axis,  double  refraction  takes  place.  The  oscillations 
of  the  particles  of  ether  take  place  not  in  straight  lines  but  in  circles,  and 
they  move  in  opposite  directions  for  the  two  rays,  ordinary  and  extraor- 
dinary. 

An  axial  section  of  a  quartz  crystal  can  never  appear  dark  between 
crossed  Nicols  in  ordinary  light,  since  there  is  no  point  at  which  all  the 
colors  are  extinguished  ;  on  the  contrary,  it  appears  highly  colored.  The 
color  depends  upon  the  thickness  of  the  section,  and  is  the  same  as  that 
observed  in  the  centres  of  the  rings  in  converging  polarized  light.  If  sec- 
tions of  a  right-handed  and  left-handed  crystal  are  plated  together  in  the 
polariscope,  the  centre  of  the  interference  figure  is  occupied  with  a  four- 
rayed  spiral  curve,  called  from  the  discoverer  Airy's  spiral.  Twins  of 
quartz  crystals  are  not  uncommon,  consisting  of  the  combination  of  right- 
and  left-handed  individual,  which  sometimes  show  the  spirals  of  Airy. 

It  is  a  remarkable  fact,  discovered  by  Herschel,  that  the  right-  or  left 
handed  optical  character  of  quartz  is  often  indicated  by  the  position  of  the 
trapezohedral  planes  on  the  crystals.  When  a  given  trapezohedral  plane 
appears  as  a  modification  of  the  prism,  to  the  right  above  and  left  below, 
the  crystal  is  optically  right-handed  /  if  to  the  left  above  and  right  below, 
the  crystal  is  I-eft-hande  1.  In  f .  394  the  plane  is,  as  last  remarked,  left  above 
and  right  below,  and  the  crystal  is  henee  left-handed.  Cinnabar  has  been 
shown  by  Des  Cloizeaux  to  possess  the  same  property  as  quartz;  and  this  is 
true  also  of  some  artificial  salts,  also  solutions  or  sugar,  etc. 

In  twins  of  quartz,  the  component  parts  may  be  both  right-handed  or 
both  left-handed  (as  in  those  of  Dauphiny  and  the  Swiss  Alps) ;  or  one  may 
be  of  one  kind  and  the  other  of  the  other.  Moreover,  successive  layers  of 
deposition  (made  as  the  crystal  went  on  enlarging,  and  often  exceedingly 
thin)  are  sometimes  alternately  right-  and  left-handed,  showing  a  constant 
oscillation  of  polarity  in  the  course  of  its  formation  ;  and,  when  this  is  the 
case,  and  the  layers  are  regviwry  cross-sections,  examined  by  polarized  light, 
exhibit  a  division,  more  or  less  perfect,  into  sectors  of  120  ,  parallel  to  the 
plane  li,  or  into  sectors  of  60°.     If  the  layers  are  of  unequal  thickness, 
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there  are  broad  areas  of  colors  without  sectors.    In  f .  395  (by  Des  Cloizeanx, 
from  a  crystal  from  the  Dept.  of  the  Aude),  half  of  each  sector  of  60°  is 


894 


395 


right-handed,  and  the  other  half  left  (as  shown  by  the  arrows),  and  the  dark 
radii  are  neutral  bands  produced  by  the  overlapping  of  layers  of  the  two 
kinds.  These  overlapping  portions  often  exhibit  the  phenomenon  of  Airy's 
spiral. 

C.  Biaxial  Crystals. 

General  Optical  Character. 

As  in  the  crystalline  systems,  thus  far  considered,  so  also  in  the  anisome- 
trie  systems,  the  orthorhombic,  monoclinic,  and  triclinic,  there  is  a  strict  corre- 
spondence between  the  molecular  structure,  as  exhibited  in  the  geometrical 
form  of  the  crystals,  and  their  optical  properties.  In  the  crystals  of  these 
systems  there  is  no  longer  one  axis  around  about  which  the  elasticity  of  the 
light-ethei*,  that  is,  the  velocity  of  the  light,  is  everywhere  alike.  On  the 
contrary,  the  relations  are  much  less  simple,  and  less  easy  to  comprehend. 
There  are  two  directions  in  which  the  light  passes  through  the  crystal 
without  double  refraction — these  are  called  the  optic  axes,  and  hence  the 
crystals  are  biaxial — but  in  everv  other  direction  a  ray  of  light  is  separated 

into  two  rays,  polarized  at  right  angles  to 
each  other.  Neither  of  these  conforms  to 
the  law  of  simple  refraction.  The  subject 
was  first  developed  theoretically  by  Fresnel, 
and  his  conclusions  have  since  been  fully 
verified  by  experiment. 

Axes  of  elasticity.* — In  regard  to  the 
elasticity  of  the  ether  in  a  biaxial  crystal 
there  are  (1)  a  maximum  value,  (2)  a 
minimum  value,  and  (3)  a  mean  value,  and 
these  values  in  the  crystal  are  found  in 
directions  at  right  angles  to  each  other. 
In  f.  396,  CO  represents  the  axis  (c)  of  least  elasticity,  A  A'  of  greatest 
elasticity  (a),  and  BE'  of  mean  elasticity  (b).    A  ray  passing  in  the  direc* 
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tion  CC  vibrates  in  a  plane  at  right  angles,  that  is,  parallel  to  BB'  and 
AA'.  Similarly  for  the  ray  BB'  the  vibrations  are  parallel  to  AA'  and 
t'C\  and  for  the  ray  A  A'  parallel  to  BB'  and  CC.  Between  these 
extreme  values  of  the  axes  of  elasticity,  the  elasticity  varies  according  to  a 
regular  law,  as  will  be  6een  in  the  following  discussion.  The  form  of  the 
wave-surface  for  a  biaxial  crystal  may  be  determined  by  fixing  its  form 
for  the  planes  of  the  axes  a,  b,  and  c. 

Wave-surface. — First  consider  the  case  of  rays  in  the  plane  of  the  axes 
BB'  and  CC  (f.  397).  A  ray  pass- 
ing in  the  direction  CC  is  separated 
into  two  sets  of  vibrations,  one  paral- 
lel to  AA' ,  corresponding  to  the 
greatest  elasticity,  moving  more 
rapidly  than  the  other  set,  parallel 
to  BB\  which  correspond  to  the 
mean  elasticity.  The  velocity  of  the 
two  sets  of  vibrations  are  made  pro- 
portional to  the  lengths  of  the  lines 
mn,  and  mo  respectively,  in  f.  397. 
Again,  for  a  ray  in  the  same  plane, 
parallel  to  BB,  the  vibrations  are 
(1)  parallel  to  AA\  and  propagated 
faster  (greatest  elasticity;  than  the 
other  set ;  (2)  parallel  to  CC  (least 
elasticity).  Again,  in  f.  397,  on  the 
line  L't"9  mn]  and  mq"  are  made 
proportional  to  these  two  velocities; 
here  tan  =  m?i"9  and  for  a  ray  in  the 

same  plane  in  any  other  direction,  there  will  be  one  set  of  vibrations 
parallel  to  AA\  with  the  6ame  velocity  as  before,  and  another  set  at  right 
angles  with  a  velocity  between  mo  and  mq",  determined  by  the  ellipse 
whose  semi-axes  are  proportional  to  the 
mean  and  greatest  axes  or  elasticity. 

Fig.  397  then  represents  the  section  of 
the  wave-surface  through  the  axes  CC 
and  BB'.  The  circle  nn"  shows  the 
constant  velocity  for  all  vibrations  par- 
allel to  AA\  and  the  ellipse  the  variable 
values  of  the  velocity  for  the  other  set  of 
vibrations  at  right  angles  to  the  Bret 

Again,  for  a  ray  in  the  plane  A A\ 
BB\  the  method  of  the  construction 
k  similar.  The  vibrations  will  in  every 
case  take  place  in  the  plane  at  right 
angles  to  the  direction  of  the  ray,  which 
plane  must  always  pass  through  the  axis 
CC  of  least  elasticity.  Hence  for  every 
direction  of  the  ray  in  the  plane  men- 
tioned, one  set  of  vibrations  will  always 
be  parallel  to  CC\  and  hence   be  propagated  with  a  constant  velocity 
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(=  mo9,  f .  398),  and  hence  this  is  expressed  by  the  circle  oo'.  The  other  set 
of  vibrations  will  be  at  right  angles  to  CC,  and  the  velocity  with  which 
they  are  propagated  will  vary  according  as  they  are  parallel  to  AA! 
(=  mm,,  f.  398),  or  parallel  to  liB'  (=  mq^ ),  or  some  intermediate  value  for 
an  intermediate  position.  The  section  o±  the  wave-surface  is  consequently 
a  circle  within  an  ellipse. 

Finally,  let  the  ray  pass  in  some  direction  in  the  plane  CC,  A  A',  of  least  and 
greatest  elasticity,  the  section  of  the  wave-surface  is  also  a  circle  and  ellipse. 

Suppose  the  ray  passes  in  the  direction 
parallel  to  AA',  the  vibrations  will  be 
(1)  parallel  to  CC,  and  (2)  parallel  to 
BB',  those  (1)  parallel  to  CC  (least  axis 
of  elasticity)  are  propagated  more  slowly 
than  those  (2)  parallel  to  BB'  (axis  of 
mean  elasticity).  In  f.  399,  on  the  line 
A  A',  lay  off  mo'  and  mq'  proportional  to 
these  two  values. 

Again,  for  a  ray  parallel  to  CC  the 
vibrations  will  take  place  (1)  parallel  to 
AA',  and  (2)  parallel  to  BB',  the  former 
will  be  propagated  with  greater  velocity 
than  those  latter.  These  two  values  of 
the  velocity  in  the  direction  CC  are 
represented  by  mnf'  and  mq"  (=  mq). 
For  any  intermediate  position  of  the  ray 
in  the  same  plane  there  will  always  be 
one  set  of  vibrations  parallel  to  BB' 
{mq'  =  mq",  f.  399,  hence  the  circle).     The  other  set  at  right  angles  to  these 

will  be  propagated  with  a  velocity  va- 
rying according  to  the  direction,  from 
that  corresponding  to  the  least  axis 
of  elasticity  (represented  by  mo',  f .  399), 
to  that  of  the  greatest  axis  of  elasticity 
(mn"). 

Optic  axes. — It  is  seen  that  the  cir- 
cle, representing  the  uniform  velocity 
of  vibrations  parallel  to  b,  and  the 
ellipse  representing  the  varying  value 
of  the  velocity  for  the  vibrations  at 
right  angles  to  these,  intersect  one  an- 
other at  P,  P',  f.  399.  The  obvious 
meaning  of  this  fact  is  that,  for  the 
directions  mP,  and  mP'y  making 
equal  angles  with  the  axis  CC,  the 
velocity  is  the  6aine  for  both  sets  of 
vibrations;  these  are  not  separated 
from  each  other,  the  ray  is  not  doubly 
refracted,  and  not  polarised. 
These  two  directions  are  called  the  optic  axes.  All  anisometric  crystals 
have,  as  has  been  stated,  two  optic  axes,  and  are  hence  called  biaxial. 
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The  complete  wave-snrface  of  a  biaxial  crystal  is  constructed  from  the 
three  sections  given  in  f.  397,  398,  399.  It  is  shown  graphically  in  f.  400, 
*here  the  lines  PP,  and  P  P'  are  the  two  optic  axes. 

Bisectrices,  or  Mean-lines. — As  shown  in  £  399,  the  optic  axes  always  lie 
in  the  plane  of  greatest  (a)  and  least  (c)  elasticity,  and  the  value  of  the  optic 
axial  angle  is  known  when  the  axes  of  elasticity  are  given  as  stated  below. 
The  axis  of  elasticity  which,  as  the  line  CV'^  i.  399,  bisects  the  acute  angle 
is  called  the  acute  bisectrix,  or  first  mean-line  ^erste  Mittellinie,  Germ.),  and 
that  bisecting  the  obtuse  angle,  the  obtuse  bisectrix,  or  second  mean-lme 
(zweite  Mittellinie,  Germ.). 

Positive  and  negative  crystals. — When  the  acute  bisectrix  is  the  axis  of 
least  elasticity  (c),  it  is  said  to  be  positive,  and  when  it  is  the  axis  of  greatest 
(a)  elasticity,  it  is  said  to  be  negative.    Barite  is  positive,  mica  negative. 

Indices  of  refraction. — It  has  been  seen  that  in  uniaxial  crystals  there 
are  two  extreme  values  for  the  velocity  with  which  light  is  propagated,  and 
corresponding  to  them,  and  inversely  proportional  to  them,  two  indices  of 
refraction.  Similarly  for  biaxial  crystals,  where  there  are  three  axes  of  elasti- 
city, there  are  three  indices  of  refraction — a  maximum  index  a,  a  minimum  7, 
and  a  mean  value  0 ;  a  is  the  index  for  the  rays  propagated  at  right  angles 
to  a,  but  vibrating  parallel  to  a  ;  &  is  the  index  for  rays  propagated  perpen- 
dicularly to  b,  by  vibrations  parallel  to  b ;  7  is  the  index  for  rays  propagated 

perpendicularly  to  c,  but  vibrating  parallel  to  c.     a  =  -,  ft  =  -,  7  =  -. 

a  b  t 

If  a,  /3,  and  7  are  known,  the  value  of  the  optic  axial  angle  (2  V)  can  be 

calculated  from  them  by  the  following  formula : 


cos  V 


Dispersion  of  the  optic  axes. — It  is  obvious  that  the  three  indices  of 
refraction  may  have  different  values  for  the  different  colors,  and  as  the  angle 
of  the  optic  axes,  as  explained  in  the  last  paragraph,  is  determined  by  these 
three  values,  the  axial  angle  will  also  vary  in  a  corresponding  manner. 

This  variation  in  the  value  of  the  axial  angle  for  rays  of  different  wave- 
lengths is  called  the  dispersion  of  the  axes,  and  the  two  possible  cases  are 
distinguished  by  writing  p  >  v  when  the  angle  for  the  red  rays  (p)  is  greater 
than  for  the  blue  (violet,  v),  and  p  <  v  when  the  reverse  is  true. 

In  the  properties  thus  far  mentioned,  the  three  systems  are  alike ;  in 
details,  however,  they  differ  widely. 

Practical  Investigation  of  Biaxial  Crystals. 

Interference  figwres. — A  section  cut  perpendicular  to  either  axis  will 
show,  in  converging  polarized  light,  a  system  of  concentric  rays  analogous 
to  those  of  uniaxial  crystals,  f .  390,  but  more  or  less  elliptical.  There  is, 
moreover,  no  black  cross,  but  a  single  black  line,  which  changes  its  position 
as  the  Nicols  are  revolved. 
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If  a  section  of  a  biaxial  crystal,  cut.  perpendicularly  to  the  first,  that  i& 
acute,  bisectrix,  is  viewed  in  the  polariscope,  a  different  phenomenon  is 
observed. 

There  are  seen  in  this  case,  supposing  the  plane  of  the  axes  to  make  an  angle 
of  45°  with  the  planes  of  polarization  of  the  crossed  Nicols,  two  black  hyper- 
bolas, marking  the  position  of  the  axes,  a  series  of  elliptical  curves  surround- 
ing the  two  centres  and  finally  uniting,  forming  a  series  of  lemniscates. 
If  monochromatic  light  is  employed,  the  rings  are  alternately  light  and 
dark ;  if  white  light,  each  ring  shqws  the  successive  colors  of  the  spectrum. 
If  one  of  the  Nicol  prisms  be  revolved,  the  dark  hyperbolic  brushes  gradu- 
ally become  white,  and  the  colors  of  the  rings  take  tlie  complementary  tints 
after  a  revolution  of  90°.  Since  the  black  hyperbolic  brushes  mark  the 
position  of  the  optic  axes,  the  smaller  the  axial  angle  the  nearer  together 
are  the  hyperbolas,  and  when  the  angle  is  very  small,  the  axial  figure 


observed  closely  resembles  the  simple  cross  of  a  uniaxial  crystal.  On  the 
other  hand,  when  the  axial  angle  is  large  the  hyperbolas  are  far  apart,  and 
may  even  be  so  far  apart  as  to  be  invisible  in  the  field  of  the  polariscope. 

When  the  plane  of  the  axes  coincides  with  the  plane  of  vibration  for 
either  Nicol,  tnese  being  crossed,  an  unsyin metrical  black  cross  is  observed, 
an^l  al9o  a  series  of  elliptical  curves.  Both  these  figures  are  well  exhibited 
on  the  plate  opposite  this  page ;  the  one  gradually  changes  into  the 
other  as  the  crystal-section  is  revolved  in  the  horizontal  plane,  the  Nicole 
remaining  stationary. 

A  section  of  a  biaxial  crystal  cut  perpendicular  to  the  obtuse  bisectrix 
will  exhibit  the  same  figures  under  the  same  conditions  in  polarized  light, 
when  the  angle  is  not  too  large.  This  is,  however,  generally  the  case,  and 
in  consequence  the  axes  surfer  total  reflection  on  the  inner  surface  of  the 
section,  and  no  axial  figures  are  visible.     This  is  sometimes  the  case  also 
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with  a  section  cut  normal  to  the  acute  bisectrix,  when  the  angle  is  large. 
A  micrometer  scale  in  the  polariscope,  f.  384,  allows  of  an  approximate 
measurement  of  the  axial  angle ;  the  value  of  each  division  of  the  scale 
being  known. 

Measurement  of  the  axial  angle. — The  determination  of  the  angle  made 
by  the  optic  axes  is  of  the  highest  importance,  and  the  method  of  proce- 
dure offere  no  great  difficulties.  Fig.  401  shows  the  instrument  recom- 
mended for  this  purpose  by  DesCloizeaux ;  its  general  features  will  be 
understood  without  detailed  description ;  some  improvements  have  been 
introduced  by  Groth,  which  make  the  instrument  more  accurate  and  con- 
venient of  use.  The  section  of  the  crystal,  cut  at  right  angles  to  the  bisec- 
trix, is  held  in  the  pincers  at  e,  with  the  plane  of  the  axes  horizontal, 
making  an  angle  of  45°  with  the  plane  of  vibration  of  the  Nicols  (NN). 
There  is  a  cross- wire  in  the  focus  of  the  eye-piece,  and  as  the  pincers  hold- 
ing the  section  are  turned  by  the  screw  F,  one  of  the  axes,  that  is  one  black 
hyperbola,  is  brought  in  coincidence  with 
the  vertical  cross-wire,  and  then,  by  a 
further  revolution  of  JF]  the  second.  The 
angle  which  the  section  has  been  turned 
from  one  axis  to  the  second,  as  read  off 
at  the  vernier  II  on  the  graduated  circle 
above,  is  the  apparent  angle  for  the  axes 
of  the  given  crystal  as  seen  in  the  air 
(aca,  f.  402).  ft  is  only  the  apparent 
angle,  for,  owing  to  the  refraction  suffered 
on  passing  from  the  section  of  the  crystal 
to  the  air,  the  true  axial  angle  is  more  oi 
less  increased,  according  to  the  refractive 
iudex  of  the  given  crystal. 

This  being  understood,  the  fact  already 
stated  is  readily  intelligible,  that  when  the  axial  angle  exceeds  a  certain 
limit,  the  axes  will  suffer  total  reflection  (p.  124),  and  they  will  be  no  longer 
visible  at  all.  When  this  is  the  case,  oil*  or  some  other  medium  with  high 
refractive  power  is  made  use  of,  into  which  the  axes  pass  when  no  lonorer 
visible  in  the  air.  In  the  instrument  described  a  small  receptacle  holding 
the  oil  is  brought  between  the  tubes,  as  seen  in  the  figure,  and  the  pincers 
holdiug  the  section  are  immersed  in  this,  and  the  angle  measured  as  before. 

In  the  majority  of  cases  it  is  only  the  acute  axial  angle  that  it  is  practi- 
cable to  measure ;  but  sometimes,  especially  when  oil  is  made  use  of,  the 
obtuse  angle  can  also  be  determined  from  a  second  section  normal  to  the 
obtuse  bisectrix. 

If     E  =  the  apparent  semi-axial  angle  in  air  (f.  402). 
j  If*  =  the  apparent  semi-acute  angle  in  oil. 
{Jl0=    "        •'  "    obtuse    "     "    " 

V*  =  the  real  (or  interior)  semi-acute  angle  (f.  402). 
VQ  =    "     "       «        "         semi-obtuse    4C     (f.  402). 
n.    =  index  of  refraction  for  the  oil. 
/8    =  the  mean  refractive  index  for  the  given  crystallized  substance. 

•  Almond  oil,  which  has  been  decolorized  by  exposure  to  the  light,  is  commonly  employed. 
10 
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sin  E  =  n  sin  Ha ;  sin  Va  =  -5  sin  ./£ ;  sin  V0  =  -5  sin  1T0. 

These  formulas  give  the  true  interior  angle  from  the  measured  apparent 
angle  when  the  mean  refractive  index  (/S)  is  known. 

If,  however,  it  is  possible  to  measure  both  the  acute  and  obtuse  apparent 
angles,  the  true  angle,  and  also  the  value  of  #,  can  be  determined  from 
them.     For  sin  V0  =  cos  Va,  hence  : 

^        sin  II*     -  sin  H+  sin  H0       sin  V« 

tan  F«  =  — — jj  ;  0  =  n  w  =  n ^  =  -^ — w . 

6111  7/0  sm   Va  cos   k«        sin  /? 

In  measuring  this  angle,  if  white  light  is  employed,  the  colore  being 
separated,  the  position  or  the  hyperbolas  is  a  little  uncertain ;  hence  it  is 
always  important  to  measure  the  angle  for  monochromatic  light,  red  and 
yellow  and  blue  particularly.  This  is  especially  essential  where  the  disper- 
sion of  the  axes  is  considerable. 

Determination  of  the  indices  of  refraction. — The  values  of  the  three 
indices  of  refraction,  a,  £,  7,  for  biaxial  crystals,  may  be  determined  from 
three  prisms  cut  with  their  refracting  edge6  parallel  respectively  to  the 
three  axes  of  elasticity  a,  b,  and  c.  In  each  case,  after  the  angle  of  the 
prism  has  been  measured,  the  angle  of  minimum  deviation  must  be  meas- 
ured for  that  one  of  the  two  refracted  rays  whose  vibrations  are  parallel 
to  the  edge  of  the  prism  ;  the  formula  of  p.  124  is  then  employed. 

It  is  possible,  however,  to  obtain  the  values  of  a,  /8,  and  7  with  two 
prisms ;  in  this  case  one  of  the  prisms  must  be  so  made  that  its  vertical  edge 
is  parallel  to  one  axis  of  elasticity,  while  the  line  bisecting  its  refracting 
angle  at  this  edge  is  parallel  to  a  second.  In  the  case  of  such  9.  prism  the 
minimum  deviation  of  the  ray  is  obtained  for  both  rays,  that  having  its 
vibrations  parallel  to  the  prism-edge,  and  that  vibrating  at  right  angles  to 
this,  that  is  parallel  to  the  bisector  of  the  prismatic  angle. 

Of  the  three  indices  of  refraction,  ft  is  one  which  it  is  most  important  to 
determine,  since  by  means  of  it,  in  accordance  with  the  above  formulas, 
the  true  value  of  the  axial  augle  can  be  calculated  from  its  apparent  value 
in  air.  The  prism  to  give  the  value  of  ft  should  obviously  have  its  refract- 
ing edge  parallel  to  the  mean  axis  of  elasticity  b,  that  is  at  right  angles  to 
the  plane  of  the  optic  axes. 

Detennination  of  the  positive  or  negative  character  of  biaxial  crystal*. 
— The  question  of  the  positive  or  negative  character  of  a  biaxial  crystal  is 
determined  from  the  values  of  the  indices  of  refraction,  where  these  can  be 
obtained.  If  c,  the  axis  of  least  elasticity,  is  the  acute  bisectrix,  the  crystal 
is  optically  yositire  ;  if  a,  the  axis  of  greatest,  elasticity,  is  the  acute  bisec- 
trix, the  crystal  is  optically  negative  /  in  the  former  case  the  value  of  b  is 
nearer  that  of  c  than  of  a,  in  the  second  case  the  reverse  of  this  is  true. 

There  is,  however,  a  more  simple  method  of  solving  the  problem,  as  was 
remarked  also  in  regard  to  uniaxial  crystals.     The  methods  are  similar. 

The  quarter-undulation  mica  plate  may  be  employed  just  as  with*  uniaxial 
crystals,  but  its  use  is  not  very  satisfactory  excepting  when  the  axial  diver- 
gence is  quite  small.     In  this  case  it  can  be  employed  to  advantage,  the 
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plane  of  the  axes  of  the  crystal  investigated  being  made  to  coincide  with 
the  vibration-plane  of  one  of  the  Nicols.  The  more  general"  method  is  the 
employment  of  a  wedge-shaped  piece  of  quartz  ;  this  is  so  cut  that  one  sur- 
face coincides  with  the  direction  of  the  vertical  axis,  and  the  other  makes 
an  angle  of  4°  to  6°  with  it.  By  this  means  a  section  of  varying  thickness  is 
obtained.  The  section  to  be  examined  normal  to, the  acute  bisectrix  is 
brought  between  the  crossed  Nicols  of  the  polariscope  (f.  384),  and  with  its 
axial  plane  making  an  angle  of  45°  with  the  polarization-plane  of  the 
Nicol  prisms  ;  that  is,  so  that  the  black  hyperbolas  are  visible.  The  quartz 
wedge  is  now  introduced  slowly  between  the  section  examined  and  the 
analyzer;  in  the  instrument  figured  a  slit  above  gives  an  opportunity  to 
insert  it.  The  quartz  section  is  introduced  first,  in  a  direction  at  right 
angles  to  the  axial  plane,  that  is,  to  the  line  joining  the  hyperbolas,  of  the 
plate  investigated ;  and  second,  parallel  to  the  axial  plane,  that  is,  in  the 
direction  of  the  line  joining  the  hyperbolas.  In  one  direction  or  the  other 
it  will  be  seen,  when  the  proper  thickness  of  the  quartz  wedge  is  reached, 
that  the  central  rings  appear  to  increase  in  diameter,  at  the  same  time 
advancing  from  the  centre  to  the  extremities. 

The  effect,  in  other  words,  is  that  which  would  have  been  produced  by 
the  thinning  of  the  given  section.  If  the  phenomenon  is  observed  in  the 
first  case  when  the  axis  of  the  quartz  is  parallel  to  the  axial  plane,  that  is 
to  the  obtuse  bisectrix,  it  shows  that  this  bisectrix  must  have  an  opposite 
piiru  to  the  quartz,  that  is,  the  obtuse  bisectrix  is  negative,  and  the  acute 
bisectrix  positive.  If  the  mentioned  change  iii  the  interference  figures 
takes  place  when  the  axis  of  the  quartz  is  at  right  angles  to  the  axial  plane, 
then  obviously  the  opposite  must  be  true  and  the  acute  bisectrix  is  negative. 

The  same  effect  may  be  obtained  by  bringing  an  ordinary  quartz  section 
of  greater  or  less  thickness,  cut  normal  to  the  axis,  between  the  analyzer  and 
the  crystal  examined,  and  then  inclining  it,  first  in  the  direction  of  the 
axial  plane,  and  again  at  right  angles  to  it.  The  method  of  investigation 
with  the  quartz  wedge  can  be  applied  even  in  those  cases  where  the  axial 
angle  is  too  large  to  appear  in  the  air. 

Jbor  the  investigation  of  the  absorption  phenomena  of  biaxial  crystals, 
see  p.  161. 

Distinguishing  Optical  Characters  of  Orthorhombic  Crystals. 

In  the  Orthorhombic  System,  in  accordance  with  the  symmetry  of  the 
crystallization,  the  three  axes  of  elasticity  coincide  with  the  three  crystallo- 
graphy axes.  Further  than  this,  there  is  no  immediate  relation  between 
the  two  sets  of  axes  in  respect  to  magnitude,  for  the  reason  that,  as  has  been 
stated,  the  choice  of  the  crystallographic  axes  is  arbitrary,  and  has  been 
made,  in  most  cases,  without  reference  to  the  optical  character. 

Schranf  has  proposed  that  the  crystallographic  vertical  axis  (c)  should  be 
always  made  to  coincide  with  the  acute  bisectrix,  which  would  be  very 
desirable,  especially,  as  urged  by  him,  in  showing  the  true  relations  between 
the  orthorhombic  and  hexagonal  systems.  Of  course,  this  suggestion  can 
be. carried  out  only  in  those  species  in  which  the  optical  character  is  known. 

Schranf  (Phys.  Min.,  p.  802,  808)  ha«  shown  there  is  a  dose  analogy  between  oertain 
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orthorhombic  crystals  whose  prismatic  angle  is  near  120°  (compare  remarks  on  twins,  p.  96) 
and  the  crystals  of  the  hexagonal  system.  With  these  the  acute  bisectrix  is  uniformly  parallel 
to  the  prismatic  edge,  and  normal  to  the  six-sided  basal  plane,  analogous  to  the  one  optic  axis  of 
true  hexagonal  forms.  Moreover,  he  Bhows  that  the  nearer  the  prismatic  angle  approaches 
120°,  the  less  the  difference  between  the  three  axes  of  elasticity,  and  the  nearer  the  approach 
to  the  uniaxial  character. 

By  the  combination  of  thin  plates  of  a  biaxial  mica  optical  phenomena  may,  under  some 
conditions,  be  observed  in  polarized  light  whioh  are  similar  to  those  shown  by  uniaxial  crys- 
tals. Similarly  twins  of  chrysoberyl  (p.  97)  have  been  described  whioh  in  spots  gave  the 
'axial  image  of  uniaxial  crystals.  This  subject  has  been  investigated  by  Reusch  (Pogg. 
cxxxvi.,  626,  687,  1869),  and  later  by  Cooke  (Am.  Acad.  Sci.,  Boston,  p,  35,  1874). 

Practical  Optical  Investigation  of  Orthorhombic  Crystals. 

Determination  of  the  plane  of  the  optic  axes. — The  position  of  the 
three  axes  of  elasticity  in  an  orthorhonibic  crystal  is  always  known,  since 
they  must  coincide  with  the  crystallographic  axes  ;  but  the  plane  of  the  optic 
axes,  that  is,  of  the  axes  of  greatest  (a)  and  least  (c)  elasticity,  mnst  in  each 
case  be  determined.  This  plane  will  be  parallel  to  one  of  the  three  diame- 
tral or  pinacoid  planes.  In  order  to  determine  in  which  the  axes  lie,  it  is 
necessary  to  cut  sections  parallel  to  these  three  directions  ;  one  of  these  three 
sections  will  in  all  ordinary  cases  show,  in  converging  polarized  light,  the 
interference  figures  peculiar  to  biaxial  crystals.  It  is  evident,  too,  that  two 
of  the  three  sections  named  determine  the  character  of  the  third,  so  that 
the  plane  of  the  optic  axes  and  the  position  of  the  acute  bisectrix  can  be  in 
practice  generally  told  from  them. 

Measurement  of  the  axial  angle,  p  %,  v. — From  the  section  showing  the 
axial  figures,  that  is,  normal  to  the  acute  bisectrix,  the  axial  angle  cau  be 
measured  in  the  manner  which  has  been  described  (p.  145).  If  it  is  prac- 
ticable to  determine  also  the  obtuse  axial  angle,  from  a  second  section  nor- 
mal to  the  obtuse  bisectrix,  it  will  be  possible  to  calculate  the  true  axial 
angle  from  these  data,  and  also  the  mean  index  of  refraction  (8). 

There  is  further  to  be  determined  the  dispersion  of  the  axes.     Whether 

the  axial  angle  for  red  rays  is  greater  or 

408  less  than  for  blue  (p  >  v,  or  p  <  v)  can  t>c 

b*  seen  immediately  from  the  figure  of  the 

P  \  ?'  axes,  as  in  f.  la,  1  J,  in  the  colored  plate, 

*\\        J         /  /+'  P-  144»     It  is  obviously  true  in  this  case, 

\\       |       /  /  from  f .  la,  as  also  f.  lb,  that  the  angle  lor 

\\    i     //  the  blue  rays  is  greater  than  that  for  the 

^\  !  //  red  (p  <  v),  and  so  in  general.     This  same 

b» "l)^r~ •B*     P°nit  *8  a^80   accurately  determined,  of 

/f\\.  course,  by  the  measured  angle  for  the  two 

//  |    Vs.  monochromatic  colore. 

/ /     \     V\  In  all  cases  the  same  line  will  be  the 

/    /        ;       \   \         •      bisectrix  of  the  axial  angle  for  both  blue 

*'  /  !         \  V  anc*  re(*  ravs>  80  tnat  tne  position  of  the 

a*  respective  axes  is  symmetrical  with  refer- 

ence to  the  bisectrix.  In  f.  403,  the  dis- 
persion of  the  axes  is  illustrated,  where  p  <  v ;  it  is  shown  also  that  the 
lines,  i?1  B1  and  JB2  IP,  bisect  the  angles  of  both  red  (pOp)  and  bine 
(vOvf)  rays.     It  also  needs  no  further  explanation  that  for  a  certain  relation 
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of  the  refractive  indices  of  the  different  colors,  the  acute  bisectrix  of  the 
axial  angle  for  red  rajs  may  be  the  obtuse  bisectrix  for  the  angle  for  blue 
rays. 

Indices  of  refraction,  etc. — The  determination  of  the  indices  of  refrac- 
tion and  the  character  (4-  or  — )  of  the  acute  bisectrix  is  made  for  ortho- 
rhombic  crystals  in  the  same  way  as  for  all  biaxial  crystals  (p.  146).  It  is 
merely  to  bo  mentioned  that,  since  the  axes  of  elasticity  always  coincide 
with  the  crystallographic  axes,  it  will  happen  not  infrequently  that  crystals 
without  artificial  preparation  will  furnish,  in  their  prismatic  or  dome  series, 
prisms  whose  edges  are  parallel  to  the  axes  of  elasticity,  and  consequently 
at  once  suitable  for  the  determination  of  the  indices  of  refraction. 


Distinguishing  Optical  Characters  of  Monoclinic  Crystals. 

Position  of  the  axes  of  elasticity. — In  crystals  belonging  to  the  mono- 
clone system  one  of  the  axes  of  elasticity  always  coincides  with  the  ortho- 
diagonal  axis  6,  and  the  other  two  lie  in  the  plane  of  symmetry  at  right 
angles  to  tin's  axis.  Here  obviously  three  cases  are  possible,  according 
to  which  two  of  the  axes,  a,  b,  or  c,  lie  in  the  plane  of  symmetry. 

Corresponding  to  these  three  positions  of  the  axes  of  elasticity,  there  may 
occur  three  kinds  of  dispersion  of  these  axes,  or  dispersion  of  the  bisectrices. 
This  dispersion  arises  from  the  fact  that,  while  the  position  of  one  axis  of 
elasticity  is  always  fixed,  the  position  of  the  other  two  is  indeterminate  and 
for  the  same  crystal  may  be  different  for  the  different  colors,  so  that  the 
bisectrices  of  the  different  colors  may  not  coincide. 

l>ispersioih  of  the  bisectrices. — 1.  The  bisectrices,  that  is,  the  axes  of 
greatest  and  least  elasticity,  lie  in  the  plane  of  sym- 
metry, while  the  orthodiagonal  axis  b  coincides  with  b. 
The  optic  axes  here  suffer  a  dispersion  in  this  plane 
of  symmetry,  and,  as  already  stated,  they  do  not  lie 
symmetrically  with  reference  to  the  acute  bisectrix. 
This  is  illustrated  in  f.  404,  where  JUMis  the  bisec- 
trix for  the  angle,  vOv\  and  BB  for  the  angle  pOp'. 
This  kind  of  dispersiou  is  called  by  DesCloizeaux 
Mined  (dispersion  inelinie). 

2.  The  second  case  is  that  where  the  plane  of  the 
optic  axes  is  perpendicular  to  the  plane  of  symmetry, 
and  the  acute  bisectrix  stands  at  right  angles  to  the 
orthodiagonal  axis  b.  In  other  words,  the  acute 
bisectrix  and  the  axis  of  mean  elasticity  both  lie  in 
the  plane  of  symmetry.  In  this  case  also  dispersion 
of  the  axes  may  take  place,  and  in  this  way — the 

plane  of 'the  optic  axes  for  all  the  colors  lies  parallel  to  the  orthodiagonal, 
but  these  planes  may  have  different  inclinations  to  the  vertical  axis.  This 
is  called  horizontal  dispersion  by  DesCloizeaux. 

3.  Still  again,  in  the  third  place,  the  plane  of  the  optic  axes  lies  perpen- 
dicular to  the  plane  of  symmetry  ;  but  in  this  case  tne  acute  bisectrix  is 
parallel  to  the  crystallographic  axis  4,  so  that  the  obtuse  bisectrix  and  axis 
of  mean  elasticity  lie  in  the  plane  of  symmetry.     The  dispersion  which 
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results  in  this  case  is  called  by  DesCloizeaux  crossed  (dispersion  tournante, 
or  erois^e). 

Dispersion  as  shown  in  the  interference  figures. — If  an  axial  section 
of  a  monoclinic  crystal  be  examined  in  converging  polarized  light,  the  kind 
of  dispersion  which  characterizes  it  will  be  indicated  by  the  nature  of  the 
interference  figureB  observed ;  the  three  cases  are  illustrated  by  the  figures 
upon  the  accompanying  plate,  taken  from  DesCloizeaux  (p  144). 

Figs,  la,  lb  represent  the  interference  figures  for  an  orthorhombic  crystal 
(nitre),  characterized  by  the  symmetry  in  the  size  of  the  rings,  and  the 
distribution  of  the  colors.  Figs.  2a,  2b  (diopside),  3a,  Sb  (orthoclase),  4a,  44 
(borax),  are  examples  of  the  corresponding  figures  for  monoclinic  crystals, 
characterized  as  such  more  or  less  distinctly  by  the  want  of  symmetry  in 
the  size  of  the  rings  about  the  two  axes,  and  the  irregularity  in  the  arrange- 
ment of  the  colors. 

(1)  Inclined  dispersion — Where  the  axes  are  not  symmetrically  situated 
with  reference  to  the  acute  bisectrix.  The  relation  oi  the  two  axial  figures 
is  illustrated  by  f.  405.     In  f.  2a,  2b  this  kind  of  dispersion  is  indicated  by 


405 


407 


the  position  of  the  red  and  blue  at  the  centres  of  the  rings,  and  on  the 
borders  of  the  hyperbolas,  compare  f.  la,  lb  of  the  normal  figure,  where 
there  is  no  dispersion  of  the  bisectrices. 

(2)  Horizontal  dispersion,  where  the  planes  of  the  optic  axes  for  the 
different  colore  make  different  angles  with  the  atfis. — This  is  illustrated  by 
f .  406.  The  effect  upon  the  interference  figures  is  seen  in  f.  3a,  Sb  of  the 
plate,  by  comparing  the  colors  within  the  rings  (f.  3a),  and  on  the  borders 
of  the  hyperbolas  (f.  3b),  with  f.  la,  15. 

(3)  Crossed  dispersion,  where  the  acute  bisectrix  coincides  with  the 
crystallographic  axis  b. — This  is  illustrated  in  f.  407,  and  the  interference 
figures  belonging  to  this  kind  of  dispersion  are  seen  in  f.  4a,  4J  of  the  plate, 
compared  asteiore  with  la,  15,  and  with  the  other  figures. 


Practiced  Optical  Investigation  of  MonocUnio  Crystals. 

Determinatioyi  of  the  position  of  the  axes  of  elasticity,  that  is,  the  direc- 
tions of  vibration.  Stauroscope. — The  position  of  one  axis  of  elasticity  is 
alone  known,  since,  as  has  been  6tated,  it  coincides  with  the  crystallographic 
axis  b.  In  order  to  determine  the  position  of  the  other  axes  in*  the  plane  of 
symmetry,  where  they  necessarily  lie,  use  is  made  of  an  instrument,  first 
proposed  by  von  Kobell,  called  the  Stauroscope.  The  principle  of  this 
instrument  is  very  simple.  Suppose  that  the  two  Nicols  in  the  polari- 
scope  (f.  385)  have  their  planes  of  polarization  crossed,  causing  the  maxi- 
mum extinction  of  light.     Now,  if  a  section  of  any  biaxial  crystal  is  brought 
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between  them,  obviously,  if  the  position  of  its  two  rectangular  axes  of 
elasticity,  which  are  its  two  directions  of  vibration,  coincide  with  those  of 
the  two  Nicols,  it  will  produce  no  change  in  appearance  ;  the  field  of  the 
polariscope,  which  was  dark  before,  remains  dark.  But  suppose,  on  the 
other  hand,  that  it  is  placed  in  any  other  position  in  the  plane,  so  that  its 
two  rectangular  directions  of  vibration  do  not  coincide  with  those  of  the 
Nicols,  the  field  is  no  longer  dark,  but  more  or  less  light.  The  reason  for 
this  is,  that  the  light  from  the  lower  Nicol  meeting  the  crystal  plate  is 
separated,  according  to  the  law  of  the  parallelogram  of  forces,  into  two  sets 
of  vibrations,  which  are  again  resolved  by  the  analyzing  Nicol,  and  only  one 
set  extinguished  by  it.  If,  however,  the  plate  be  gradually  changed  in  posi- 
tion, that  is,  revolved  horizontally,  until  its  vibration-directions  (axes  of 
elasticity)  coincide  with  those  of  the  Nicols,  then,  as  at  first,  the  light  is  ex- 
tinguished. If  the  angle  is  measured  which  it  is  necessary  to  revolve  the 
section  to  accomplish  the  result  just  remarked,  that  will  be  the  angle  be- 
tween the  direction  of  one  of  the  axes  of  elasticity  of  the  plate  in  its  original 
position  and  the  vibration-plane  of  the  Nicol. 

In  figure  408,  let  the  two  larger  rectangular  arrows  represent  the  vibration- 
directions  for  the  two  Nicols,  and  between  the  two 
prisms  suppose  a  section  of  a  monoclinic  crystal, 
abed,  to  be  placed  so  that  one  edge  of  a  known  erys- 
tallographic  plane  (eg.,  i-i)  coincides  with  one  of 
these  lines.  The  field  of  the  microscope,  dark  before, 
since  the  prisms  were  crossed,  is  no  longer  so,  and 
becomes  dark  again,  as  explained,  only  when  the 
crystal  is  revolved  so  that  its  vibration-directions 
(the  smaller  dotted  arrows)  coincide  with  those  of 
the  Xicols,  which  is  indicated  by  the  maximum 
extinction  of  the  light.  The  crystal  has  then  the 
position  ab'c'd'.  The  angle  (r.  408),  which  it 
has  been  necessary  to  revolve  the  plate  to  obtain 
the  effect  described,  is  the  angle  which  one  of  the  axes  of  elasticity  in  the 
given  plate  makes  with  the  given  crystallographic  edge  i-i. 

The  preceding  explanations  cover  everything  that  is  essential  in  the 
Stauroscope ;  but  a  variety  of  improvements  have  been  introduced,  which 
practically  make  the  measurements  by  means  of  the  instrument  much  more 
easy  and  accurate. 

It  will  be  seen  that  the  most  important  feature  is  the  point  where  the 
maximum  extinction  of  the  light  occurs  ;  this,  however,  is  not  easy  for  the 
eye  to  decide  upon,  and  if  the  trial  is  made,  it  will  be  found  that  the  change 
produced  by  a  revolution  of  several  degrees  is  hardly  perceptible.  To 
overcome  this  difficulty,  von  Kobell  proposed  to  introduce  a  section  of  cal- 
cite  just  below  the  analyzer,  because  its  interference  figure  gives  a  hotter 
opportunity  to  judge  of  a  change  in  the  intensity  of  the  light.  A  still  better 
plan  is  to  introduce  a  composition  plate  of  calcite,  as  proposed  by  Brez'ma, 
giving  a  peculiar  interference  figure,  a  very  slight  change  in  which  destroys 
its  symmetry,  and  it  takes  its  normal  form  only  when  the  planes  of  polariza- 
tion of  the  two  Nicols  are  exactly  at  right  angles.  Supposing  this  to  be  the 
case,  when  the  crystal  has  been  introduced  the  interference  figure  is  disturbed, 
it  returns  to  its  normal  appearance  only  when  the  crystal  has  been  revolved 
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to  the  point  where  the  vibration-directions  of  the  Nicola  and  crystal  section 
exactly  coincide. 

It  will  be  observed  again,  that  it  is  essential  that  the  direction  of  the 
known  edge  of  the  crystal  should  be  exactly  parallel  to  the  vibration-direc- 
tion of  one  of  the  Nicol6.  This  condition,  in  the  case  of  small  crystals 
especially,  is  hard  to  fulfil,  and  to  accomplish  it  most  satisfactorily  Groth 
has  proposed  to  use  the  plate  6hown  in  f.  409. 

The  plate  of  glass,  v,  held  in  its  present  position  by  the  spring,  has  one 

edge  polished,  which  adjoins  u,  and  the  direction 

409  of  this  is  made  to  coincide  exactly  with  the  line 

yS^Z- — ^^\  joining  the  opposite  zero  points  of  the  gradua- 

//^^^^>v\\        tion.     The  crystal  section  is  attached  to  this  plate 

/ //j^t     ">Say\      *°yer  ^e  k°*e  8een  *n  v*  and  with  a  plane  of 

/ 1 ( ff  i....-Sfle^jv^A\  \     known  crystallographic  position,  either  O,  i~i  or 

13uS(  V  I  Jflubi'  a  P*ane  *n  ^at  zone  or  a  corresponding  edge, 
HH  1 1      L----n---4    IB  rH    coinciding  with  the  direction  of  the  polished  edge 

\A\v,    — ~ /Jill     °^  ^ie  P^ate-     Whether  this  coincidence  is  exact 

V  >o^ /      c8,11  be  tested  by  the  reflective  goniometer.     In 

\\^^^^^yy/  order  to  eliminate  any  small  error,  Groth  pro- 
^^"~~ ^^^  poses  to  measure  the  divergence  from  the  exact 

coincidence,  and  then  to  make  a  corresponding 
correction,  for  which  he  furnishes  a  series  of  tables. 

After  the  adjustment  of  the  crystal  section  on  the  plate,  the  latter  is 
inserted  in  its  place,  the  whole  plate,  I,  k,  occupying  the  position  indicated 
in  f.  385,  and  the  Nicols  so  adjusted  that  the  plane  of  vibration  of  one 
coincides  with  the  line  0°  to  180  .  The  angle  of  revolution  of  the  plate,  /, 
is  obtained  from  the  graduated  scale  on  k. 

It  is  not  always  easy  to  make  the  adjustment  of  the  Nicols  alluded  to, 
but  the  error  arising  when  the  vibration-plane  of  the  Nicol  does  not  coincide 
with  the  line  0°  to  180°  is  easily  eliminated.  This  is  accomplished  by  remov- 
ing the  plate  v,  and,  without  disturbing  the  crystal  section,  restoring  it  to 
its  place  in  an  inverted  position.  The  measured  angle,  if  before  too  great, 
will  now  be  as  much  too  small,  and  the  arithmetical  mean  of  the  two 
measurements  will  be  the  true  angle. 

Reference  further  may  be  made  to  Groth,  Pogg.  Ann.,  cxliv.,  34,  1871. 

Determination  of  the  plane  of  the  optic  axes. — The  investigation  of  a 
section  of  a  monocliuic  crystal  parallel  to  the  plane  of  symmetry  determines 
the  position  of  the  two  remaining  axes  of  elasticity,  but  it  does  not  fix  the 
relative  position  of  the  greatest  and  least  axes  of  elasticity,  that  is,  the  plane 
of  the  optic  axes.  To  solve  the  latter  point,  sections  normal  to  each  of  the 
three  axes  must  be  examined  in  converging  polarized  light,  and  one  of 
them  will  show  the  characteristic  interference  figures.  The  section  parallel 
to  the  plane  of  symmetry  is  first  to  be  examined,  and  if  it  does  not  show 
the  axes  even  in  oil,  one  or  both  of  the  other  sections  spoken  of  must  be 
employed. 

Axial  angle,  dispersion,  etc. — The  method  of  measuring  the  axial  angle 
has  been  already  explained,  and  if  this  is  determined  for  the  different  colors 
it  will  determine  the  dispersion  of  the  axes  p  %  v. 

The  dispersion  of  the  axes  of  elasticity  has  been  shown  to  be  always 
indicated  by  the  character  of  interference  figures ;  its  amount,  where  con- 
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siderable,  may  be  determined  by  making  the  staurosoopic  measurements  for 
different  colors. 

The  remaining  points  to  be  investigated,  the  indices  of  refraction,  and 
die  -f  or  —  character  of  the  crystal,  need  no  further  explanation  beyond 
that  which  has  been  given,  pp.  146, 147. 

Distinguishing  Optical  Characters  of  Triclinic  Crystals. 

The  crystals  of  the  triclinic  system  are  characterized  by  their  entire  want 
of  crystal] ographic  symmetry,  the  position  and  inclination  of  the  axes  being 
entirely  arbitrary,  and  it  follows  from  this  that  there  is  no  necessary  connec- 
tion between  them  and  the  rectangular  axes  of  elasticity.  More  than  one  of 
the  three  kinds  of  dispersion  mentioned  on  p.  150  may  occur  in  a  single 
crystal,  and  the  interference  figures  will  indicate  the  existence  of  both. 

The  practical  investigation  of  triclinic  crystals  optically  involves  great 
difficulty ;  in  general  a  series  of  successive  trials  are  required  to  determine 
the  position  of  the  axes  of  elasticity.  When  these  are  found,  the  axial  sec- 
tions can  be  prepared  and  the  axial  angle  determined,  and  the  other  points 
settled  as  with  other  biaxial  crystals. 

Effect  of  Heat  upon  the  Optical  Characters  of  Crystals. 

In  addition  to  the  ordinary  investigation  of  crystal-sections  in  the  polari- 
Bcope,  it  is  often  important  to  determine  the  influence  of  heat  upon  the 
optical  character  of  crystals.  The  axial  angle  may  be  measured  at  any 
required  temperature  by  the  use  of  a  metal  air-bath.  This  is  placed  at  6y, 
(f.  401),  and  extends  beyond  the  instrument  on  either  side,  so  as  to  allow 
of  its  being  heated  with  gas  burners ;  a  thermometer  inserted  in  the  bath 
makes  it  possible  to  regulate  the  temperature  as  may  be  desired.  This  bath 
has  two  openings,  closed  with  glass  plates,  corresponding  to  the  two  tubes 
carrying  the  lenses,  and  the  crystal-section,  held  as  usual  in  the  pincers,  is 
6een  through  these  glass  windows. 

The  conclusions  of  DesCloizeaux  (see  Literature)  as  to  the  influence  of 
heat  upon  the  optical  characters  of  crystals  are  as  follows : 

(1)  Uniaxial  crystals  appear  to  be  uninfluenced  by  a  heating  of  from  10° 
to  190°  C.  (2)  Biaxial  crystals  of  the  orthorhombic  system  suffer  a  greater 
or  less  change  in  axial  angle.  (3)  Biaxial  crystals  of  the  monoelinic  system 
Buffer  a  change  in  axial  angle,  and  in  addition  also  in  the  plane  of  the  axes 
when  it  is  not  the  plane  of  symmetry.  Triclinic  crystals  also  show  a  little 
change  in  the  position  of  the  axes. 

A  striking  example  of  the  change  in  axial  divergence  is  furnished  by 
gvpsura.  At  ordinary  temperatures  the  axes  lie  in  the  plane  of  symmetry 
U-i) ;  at  80°  C.  they  unite  in  a  line  making  an  angle  of  37°  28'  with  a  normal 
to  O ;  and  with  an  increased  temperature  they  again  separate  in  a  plane 
perpendicular  to  i-i.  DesCloizeaux  found  that  the  feldspars,  when  heated 
up  to  a  certain  point,  suffer  a  change  in  the  position  of  the  axes,  and  if  the 
heat  becomes  greater  and  is  long  continued,  they  do  not  return  again  to  their 
original  position,  but  remain  altered.     Weiss*  has  made  use  of  this  principle 

*  Zor  Kenntniaa  der  Feldspathbildung ;  Haarlem  Soo.  VerhandL,  zxv.t  1866. 

Digitized  by  UOOQ IC 


154  PHYSICAL   CHARACTERS   OF   MINERALS. 

to  determine  at  what  temperature  certain  feldspathic  rocks  were  formed. 
This  constant  change  of  axial  angle  upon  heating  is  true  also  of  brookite, 
zoisite,  and  other  minerals.  The  investigations  of  PfaflF  show  that  the  opti- 
cal properties  of  some  uniaxial  crystals  also  are  affected  by  heating,  though 
to  no  great  extent.     Pogg.,  cxxiii.,  179,  cxxiv.,  448,  etc. 


Anomalies  Exhibited  by  bomb  Crystals  m  their  Optical  Phenomena. 

There  are  a  considerable  number  of  crystals  of  the  three  classes,  whifeh, 
from  a  variety  of  causes,  exhibit  irregularities  in  their  optical  characters ; 
some  of  the  more  important  cases  are  mentioned  here. 

Isometric  crystals. — Boracite,  and  also  senarmontite,  sometimes  exhibit 
interference  figures  resembling  closely  those  of  biaxial  crystals.  In  the 
case  of  boracite  this  is  explained  by  DesCloizeaux  as  due  to  the  presence 
of  enclosed  crystals  of  parasite  formed  by  alteration.  Perofskite  is  also 
strongly  doubly  refracting,  and  in  polarized  light  appears  to  be  biaxial, 
although,  as  shown  by  Kokscharow,  it  is  isometric  in  crystallographic  rela- 
tions. The  irregularities  are  supposed  by  him  to  be  caused  by  the  want  of 
homogeneity  in  the  internal  structure  of  the  crystals. 

The  properties  of  double  refraction  possessed  by  some  substances,  crystal- 
lized and  non-crystallized,  which  are  normally  isotrope,  are  explained  by 
Biot*  to  be  due  to  lamellar  polarization.  This  is  analogous  to  the  produc- 
tion of  polarized  light  by  means  of  a  series  of  thin  plates  (see  p.  128). 
Alum  crystals  have  often  the  lamellar  structure,  which  causes  these  pheno- 
mena. 

Analcite  and  lencite  have  been  included  in  the  list  of  isometric  crystals, 
which  exhibit  anomalous  optical  diameters ;  but  the  most  accurate  crystal- 
lographic determination  has  referred  both  species  to  the  tetragonal  system. 
Tension  or  compression  at  the  time  of  crystallization  may  cause  isotropic 
crystals  to  polarize  light ;  Schrauf  has  described  a  uniaxial  diamond,  and 
it  was  long  since  shown  by  Brewster  that  some  diamonds  give  evidence  in 
polarized  light  of  compression  about  interior  cavities. 

Uniaxial  crystals. — A  want  of  homogeneity  in  the  crystals,  as  shown  by 
DesCloizeaux,  may  cause  uniaxial  crystals  to  exhibit  in  polarized  light  a 
variety  of  abnormal  phenomena.  In  some  cases  the  axial  figures  resemble 
those  of  biaxial  crystals,  the  cross  in  the  middle  of  the  field  (f.  390)  not 
being  closed,  but  separated  into  two  hyperbolas,  lying  near  each  other. 
Beryl,  zircon,  vesuvianite,  and  apatite  are  examples.  That  such  crystals 
are  nevertheless  uniaxial  is  proved  by  the  fact  that  the  opening  of  the  cross 
is  independent  of  the  position  of  the  Nicols,  and  is  not  altered  if  the  section 
is  turned  in  a  horizontal  plane.  If  this  is  not  true,  or  if,  when  the  section 
is  heated  (p.  153)  the  distance  between  the  hyberbolas  is  altered,  it  is  a 
proof  that  the  irregularity  is  not  due  to  lamellar  polarization,  but  that  the 
two  indices  of  refraction  are  not  exactly  equal,  and  consequently  that  the 
crystal  is  not  strictly  uniaxial.  In  such  cases  a  revision  of  the  crystallo- 
graphical  elements  is  desirable. 

The  axial  figure  shown  by  a  section  of  apophyllite  is  peculiar,  exhibiting 

*  Biot,  Recherche*  sur  la  polarisation  lamellaire,  C.  R.,  xii.,  741,  808,  871,  967. 
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a  aeries  of  rings  alternately  dark  violet,  and  yellow.  The  explanation  is 
found  in  the  fact  previously  stated,  that  it  is  positive  for  red  rays,  negative 
for  blue,  and  does  not  doubly  refract  yellow  light. 

Among  biaxial  crystals  irregularities  in  the  optical  phenomena  are  often 
observed.  They  are  due  in  part  to  want  of  homogeneity,  in  part  to  twin 
structure,  and  also  to  other  causes.  In  brookite  the  planes  of  the  axes  for 
red  and  blue  rays  are  at  right  angles  to  each  other,  and  hence  the  axial 
figures  vary  much  from  those  normally  observed ;  in  titanite  the  axial  angle 
fur  the  two  colors  is  widely  different,  and  this  also  gives  rise  to  an  axial 
figure  of  abnormal  appearance. 

Irregular  structure,  due  to  twinning,  is  a  frequent  cause  of  peculiar  opti- 
cal phenomena ;  crystals,  in  external  form  apparently  simple,  often  show 
themselves  to  be  made  up  of  irregular  banded  layers  in  twinned  position, 
when  examined  in  polarized  light ;  this  is  true  of  many  minerals. 

In  some  crystals,  as  occasionally  iu  the  epidote  from  the  Untersnlzbach- 
thal  in  the  Tyrol,  the  biaxial  figures  may  be  observed  immediately,  without 
the  use  of  the  polariscope.  This  is  due  to  the  complex  twinned  structure 
of  the  crystal,  a  thin  lamella  in  reverse  position  being  enclosed  in  the 
interior,  so  that  the  parts  of  the  crystal  on  either  side  act  as  polarizer  and 
analyzer. 


Practical  Suggestion*  in  regard  to  the  Preparation  and  use  of  Crystal  Sections  made  for 

Optical  Examination. 

The  most  important  task  is  the  preparation  of  a  plate  for  examination  in  the  Stauroscope, 
or  for  the  observation  of  the  axial  interference-figures.  In  this  we  are  often  assisted  by  the 
cleavage,  which  sometimes  makes  it  possible  to  obtain  the  require  I  section  without  the  labor 
of  cutting  it.  This  is  conspicuously  the  cose  with  mica ;  also  with  topaz  and  anhydrite,  and 
other  minerals.  Sometimes  the  natural  surfaces  need  to  be  made  Bmooth  and  polished. 
Furthermore  natural  crystals  sometimes  occur  in  a  tabular  form,  thin  and  transparent  enough 
to  answer  the  purpose ;  this  is  true  of  the  crystals  of  wulf enite  from  Utah.  In  most  cases, 
however,  the  section  must  be  actually  cut.  The  means  required  in  such  cases  vary  with  the 
hardness  of  the  mineral  under  examination.  For  the  hardest  minerals  diamond  powder  is 
made  use  of  in  grinding;  it  is  employed  after  the  manner  of  the  lapidary.  (It  may  be  men- 
tioned here  that  the  investigator  will  generally  find  it  for  his  interests,  both  as  regards  time, 
money,  and  accuracy  of  results,  to  employ  a  lapidary  to  do  this  work  for  him.)  -  The  diamond 
powder  is  applied  to  a  thin  wheel  of  soft  iron  or  copper,  rotating  on  a  lathe. 

For  minerals  which  are  not  so  extremely  hard,  good  emery  may  be  used  instead  of  diamond 
powder.  It  is  merely  necessary  to  apply  the  emery  and  water  to  the  edge  of  the  wheel  as  it 
revolves,  the  mineral  being  held  firmly  against.  A  neater  and  more  advantageous  method, 
where  the  amount  of  material  is  small,  is  the  use  of  a  fine  saw,  or  better  wire,  mounted  in  a 
frame,  and  used  with  either  diamond  powder  or  emery  moistened  with  water  or  oil.  The 
crystal  may  be  mounted  in  wax  or  otherwise,  if  very  small ;  sometimes  a  holder  made  of  cork 
is  convenient. 

The  direction  in  which  the  slice  is  to  be  cut  is  of  the  highest  importance,  and  can  often  be 
indicated  at  first  by  a  scratch  across  a  plane  of  a  crystal.  In  many  cases  it  is  more  simple  to 
grind  on  a  surface  in  the  proper  direction,  and  this  can  be  easily  accomplished  by  holding  the 
crystal  against  a  fine-grained  emery  wheel  rotating  on  a  lathe.  It  can  be  held  either  in  the 
fingers,  or  cemented  to  a  Bmall  piece  of  glass,  for  instance  with  Canada  balsam. 

Another  way,  more  simple  as  demanding  no  instruments,  is  to  make  use  of  a  flat  piece  of 
plate  glass,  not  too  small,  on  which  the  crystal  is  ground  with  moistened  emery,  being  care- 
fully moved  about  with  the  hand.  In  some  cases  a  file,  or  even  a  knife,  may  be  used,  where 
the  mineral  in  hand  is  soft. 

Whatever  method  of  grinding  is  adopted,  it  is  necessary  to  exercise  great  care  to  bring  the 
artificial  surface  into  exactly  the  proper  direction.  This  can  be  determined  only  as  its  inclina- 
tions to  existing  crystalline  planes,  or  cleavage  surfaces,  are  measured,  and  practically  it  is 
necessary  often  to  stop  the  work  and  test  what  has  been  done.     The  parallel  intersections 
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will  often  show  the  degree  of  correctness  in  the  work.  For  purposes  of  measurement  it  is 
necessary  to  polish  the  artificial  plane,  or  instead,  a  small  piece  of  thin  glass  may  be  cemented 
on  where  the  crystal  is  too  small  for  the  use  of  the  hand-goniometer.  It  is  of  course  necessary 
to  know,  before  starting,  the  angle  which  the  new  plane  will  make  with  the  natural  planes 
which  are  already  present.  When  one  plane  in  the  required  direction  has  been  obtained,  it, 
is  a  comparatively  simple  process  to  obtain  a  second  parallel  to  it,  though  care  must  be  exer- 
cised to  attain  accuracy. 

The  required  section  having  been  cut,  it  remains  only  to  polish  the  surfaces.  The  means 
required  differ  so  widely,  according  to  the  hardness  of  the  mineral,  that  no  fixed  rule  can  be 
given.  The  most  commonly  used  polishing  powder  is  the  English  red,  or  coloothar,  which 
may  be  used  on  the  plate  of  glass,  or  leather  surface,  or  on  a  revolving  wheel  covered  with  a 
soft  cloth.  In  other  cases  oxide  of  tin  or  fine  chalk  is  used  ;  and  again  the  simple  plate  of 
ground  plass  will  answer  the  purpose  without  the  use  of  any  other  means.  As  a  rule,  the 
hardest  minerals  take  the  polish  most  readily.  Sometimes  the  only  method  practicable  is  to 
use  small  fragments  of  thin  glass,  adhering  with  balsam,  by  which  transparency  is  obtained 
without  polish,  though  errors  are  easily  introduced  by  this  means  when  sufficient  care  is  not 
exercised. 

The  preparation  of  prisms  for  the  measurement  of  the  indices  of  refraction  is  practically 
much  more  difficult  than  tbat  of  a  simple  section,  but  in  general  the  methods  are  the  same. 

It  is  often  advisable  to  examine  a  mineral  microscopically  when  a  slice  in  a  particular  direc- 
tion is  not  needed.  In  such  cases  use  can  be  made  of  tbe  methods  employed  in  making  rock 
slices.  A  revolving  wheel  of  soft  iron,  vertical  or  horizontal,  is  employed,  on  the  lateral  sur- 
face of  which  the  substance  is  ground  with  the  use  of  emery  moistened  with  water.  A  thin 
slice,  or  thin  fragment  broken  off,  is  taken  to  commence  with.  First  one  surface  is  ground 
smooth  and  polished.  The  piece  is  then  cemented  to  a  little  plate  of  thick  glass  with  balsam, 
and  the  other  Bide  ground  down  parallel  to  the  first,  the  grinding  being  continued  until  the 
required  degree  of  transparency  is  obtained.  Obviously  when  the  section  becomes  thin  and 
fragile,  the  coarse  emery  must  be  replaced  with  fine,  and  a  considerable  degree  of  care  exer- 
cised. The  section  obtained  is  generally  removed  to  another  slip  of  gla*s  and  mounted  with 
balsam  under  a  thin  glass  cover. 

The  microscopic  investigation  of  minerals,  by  means  of  thin  slices,  is  of  the  highest  import- 
ance, aside  from  optical  investigations.  Every  chemical  analysis  should  be  preceded  by  such 
an  examination  to  test  the  purity  of  the  material  in  hand.  Where  a  transparent  section  can- 
not be  obtained,  a  single  polished  surface,  examined  by  reflected  light,  will  often  suffice  to 
decide  the  same  point. 

The  valuable  investigations  of  Vogelsang,  Fischer.  Rosenbusch,  and  others,  referred  to  on 
pp.  108  to  111,  show  how  many  minerals,  which  at  first  glance  seem  perfectly  pure,  are  found 
to  enclose  impurities  considerable  in  variety  and  amount. 
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DIAPHANEITY;    COLOR;    LUSTRE. 

There  are  certain  characteristics  belonging  to  all  minerals  alike,  crystal- 
lized and  non-crystallized,  in  their  relation  to  light.     These  are  : 

1.  Diaphaneity  ;  depending  on  the  power  of  transmitting  light. 

2.  Color;  depending  on  the  kind  or  light  reflected  or  transmitted. 

3.  Lustre;  depending  on  the  power  and  manner  of  reflecting  light. 


1.  Diaphaneity. 

The  amount  of  light  transmitted  by  a  solid  varies  in  intensity,  or,  in  other 
words,  of  the  light  received  more  or  less  may  be  absorbed.  The  amount 
of  absorption  is  a  minimum  in  a  perfectly  transparent  solid,  as  ice,  while  it 
is  greatest  in  one  which  is  opaque,  as  iron.  The  following  terms  are  adopted 
to  express  the  different  degrees  in  the  power  of  transmitting  light : 

Transparent :  when  the  outline  of  an  object  seen  through  the  mineral  is 
perfectly  distinct. 

Subtransparent,  or  semi-transparent:  when  objects  are  seen,  but  the 
outlines  are  not  distinct. 

Translucent :  when  light  is  transmitted,  but  objects  are  not  seen. 

Sultranslucent :  when  merely  the  edges  transmit  light  or  are  trans- 
lucent. 9 

When  no  light  is  transmitted,  the  mineral  is  said  to  ba  opaque.  This  is 
)n>}ie:ly  only  a  relative  term,  since  no  snbstance  fails  to  transmit  some 
ight,  if  made  sufficiently  thin.  Magnetite  is  translucent  in  the  Pennsbury 
mica.  The  recent  researches  of  Prof.  A.  W.  Wright  have  shown  that  by 
means  of  the  electrical  current  the  metals  may  be  volatilized  and  deposited 
again  on  the  sides  of  the  surrounding  glass  tube.  The  layers  thus  formed 
are  perfectly  continuous,  but  so  thin  as  to  be  transparent.  By  transmitted 
light  the  layer  of  gold  thus  obtained  appears  green,  and  that  of  silver  a 
beautiful  blue. 

The  property  of  diaphaneity  occurs  in  the  mineral  kingdom,  in  every 
degree  from  nearly  perfect  opacity  to  a  perfect  transparency,  and  many 
minerals  present,  in  their  numerous  varieties,  nearly  all  the  different  shades. 

The  absorption  of  light  in  its  relation  to  the  axes  of  elasticity  is  spoken 
of  on  p.  161. 


i 


2.  Color. 

Cause  of  color. — The  color  of  a  substance  depends  upon  its  power  of 
absorbing  certain  portions  of  the  light,  that  is,  certain  rays  of  the  spectrum  ; 
a  yellow  mineral,  for  instance,  absorbs  all  the  rays  of  the  spectrum  with  the 
exception  of  the  yellow.  In  general  the  color  which  the  eye  perceives  is 
the  result  of  the  mixture  of  those  rays  which  are  not  absorbed.  All  min- 
erals may  be  divided  into  two  classes:  (1)  those  whose  color  is  essential  and 
belongs  to  the  iinest  particles  mechanically  made ;  (2)  those  whose  color  is 
non-essential  and  in  the  fine  powder  is  different  from  what  it  is  in  the  mass. 
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Streak. — It  is  obvious  from  these  distinctions  that  the  color  of  the 
powder,  or  the  streak,  as  it  is  called,  is  often  a  very  important  quality 
m 'distinguishing  minerals.  The  streak  is  obtained  by  scratching  the  sur- 
face of  the  mineral  with  a  knife  or  file,  or  still  better,  if  not  tpo  hard,  by 
rubbing  it  on  an  unpolished  porcelain  surface. 

To  the  first  class,  mentioned  above,  belong  the  metals,  and  many 
metallic  minerals;  for  instance,  the  streak  of  the  black  manganese  oxides  is 
black ;  that  of  hematite,  which  is  red  by  transmitted  light,  is  red,  and  so 
on.  To  the  second  class  belong  the  silicates,  and  in  fact  the  large  part 
of  all  minerals.  With  them  the  color  is  often  quite  unessential,  being  gen- 
erally due  to  small  admixtures  of  some  metallic  oxide,  to  some  carbon  com- 
pound, or  some  foreign  substance  in  a  finely  divided  state.  Most  of  these 
have  a  white  or  light-colored  streak.  For  example,  the  streak  of  black, 
green,  red,  and  blue  tourmaline  varies  little  from  white. 


Varieties  op  Color. 

The  following  eight  colors  have  been  selected  as  fundamental,  to  facilitate 
the  employment  of  this  character  in  the  description  of  minerals :  white, 
gray,  black,  blue,  green,  yellow,  red,  and  brown. 


y  11 


^Metallic  CoIotb^aj^ 


1.  Copper-red:  -native  copper. — 2.  Bronze-yellow :  jjyrrhotite. — 3.  Brass- 
yellmo  :  chalcopyrite. — L  Gold-yellow. — 5.  Silver-white :  native  silver,  less 
distinct  in  arsenopyrite. — 6.  Tin-white:  mercury,  cobaltite. — 7.  Lead-gray: 
galenite,  molybdenite. — 8.  Steel-gray:  nearly  the  color  of  fine-grained 
steel  on  a  recent  fracture ;  native  platinum,  and  palladium. 

/  *  f   v&.  Non-metallic  Colors.    t*-iuL  ; 

A.  White.  1.  Snow-iohite :  Carrara  marble. — 2.  Reddish-white:  some 
varieties  of  calcite  and  quartz. — 3.  Yellowish-white  :  some  varieties  of  cal- 
cite  and  quartz. — 4.  Grayish-white :  some  varieties  of  calcite  and  quartz. 
— 5.  Greenish-white:  talc. — 6.  Milk-white:  white,  slightly  bluish;  some 
chalcedony. 

B.  Gray.  1.  Bluish-gray :  gray,  inclining  to  a  dirty  blue  color. — 2. 
Pearl-gray:  gray,  mixed  with  red  and  blue  ;  cerargyrite. — 3.  Smoke-gray : 
gray,  with  some  brown  ;  flint. — 4.  Greenish-gray :  gray,  with  some  green ; 
cat's  eye,  some  varieties  of  talc. — 5.  Yellow  ish-gr ay :  some  varieties  of 
compact  limestone. — 6.  Ash-gray :  the  purest  gray  color ;  zoisite. 

C.  Black.  1.  Grayish-black:  black,  mixed  with  gray  (without  any 
green,  brown,  or  blue  tints) ;  basalt,  Lydian  stone.— 2.  Velvet-black :  pure 
black ;  obsidian,  black  tourmaline. — 3.  Greenish-black:  angite. — 4.  Brown- 
ish-black: bi'own  coal,  lignite. — 5.  Bluish-black:  black  cobalt. 

D.  Blue.  1.  Blackish-blue:  dark  varieties  of  azurite. — 2.  Azure-blue: 
a  clear  shade  of  bright  blue  ;  pale  varieties  of  azurite,  bright  varieties  of 
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lazulite. — 3.  Violet-blue:  bine,  mixed  with  red;  amethyst,  fluorite. — 4. 
Lavender-blue:  blue  with  some  red  and  much  gray. — 5.  Prussia?irblue9 
or  Berlin  blue :  pure  blue  ;  sapphire,  cyanite. — 6.  Smalt-blue :  some  varie- 
ties of  gypsum. — 7.  Indigo-blue  :  blue  with  black  and  green  ;  bine  tourma- 
line.— 8.  Sky-blue:  pale  blue  with  a  little  green;  it  is  called  mountain 
blue  by  painters. 

E.  Green.  1.  Verdigris-green :  green  inclining  to  blue ;  some  feldspar 
(amazon-stone). — Celandine-green:  green  with  blue  and  gray  ;  some  varie- 
ties of  talc  and  beryl.  It  is  the  color  of  the  leavps  of  the  celandine  (Cheli- 
donium  majus). — 3.  Mountain-green :  green  with  much  blue ;  beryl. — 4. 
Leek-green :  green  with  some  brown ;  the  color  of  leaves  of  garlic ;  dis- 
tinctly seen  in  prase,  a  variety  of  quartz. — 5.  Emerald-green :  pure  deep 
green  ;  emerald. — 6.  Apple-green  :  light  green  with  some  yellow  ;  chryso- 
prase. — 7.  Grass-green :  bright  green  with  more  yellow  ;  green  diallage. — 
8.  Pistachio-green  :  yellowish  green  with  some  brown  ;  epidote. — 9.  Aspar 
ragus-green:  pale  green  with  much 'yellow;  asparagus  stone  (apatite). — 
10.  Blackish-green:  serpentine. — 11.  Olive-green:  dark  green  with  much 
brown  and  yellow ;  chrysolite. — 12.  Oil-green :  the  color  of  olive  oil ; 
beryl,  pitchstone. — 13.  Siskin-green  :  light  green,  much  inclining  to  yellow ; 
uranite. 

F.  Yellow.  1.  Sidphur-yeUow :  sulphur. — 2.  Straw-yellow:  pale  yel- 
low ;  topaz. — 3.  Wax-yellow :  grayish  yellow  with  some  brown ;  blende, 
opal. — 4.  Honey-yellow  :  yellow  with  some  red  and  brown ;  calcite. — 5. 
Lemon-yellow  :  sulphur,  orpiment. — 6.  Ochre-yellow  :  yellow  with  brown  ; 
yellow  ochre. — 7.  Wine-yellow:  topaz  and  fluorite. — 8.  Cream-yellow: 
some  varieties  of  lithomarge. — 9.   Orange-yellow :  orpiment. 

(x.  Red.  1.  Aurora-rea:  red  with  much  yellow;  some  realgar. — 2. 
Hyacinth-red:  red  with  yellow  and  some  brown  ;  hyacinth  garnet. — 3. 
Brick-red:  poly  halite,  some  jasper. — 4.  Scarlet-red:  bright  red  with  a 
tinge  of  yellow ;  cinnabar. — 5.  Blood-red:  dark  red  with  some  yellow ; 
pyrope. — 6.  Flesh-red:  feldspar.— 7.  Cai^mine-red  :  pure  red;  rubv  sap- 
phire.— 8.  Rose-red  :  rose  quartz. — 9.  Crimson-red :  ruby. — 10.  Peach- 
blossom- red :  red  with  white  and  gray;  lepidolite. — 11.  Columbine-red: 
deep  red  with  some  blue ;  garnet. — 12.  Cherry-red :  dark  red  with  some 
blue  and  brown:  spinel,  some  jasper. — 13.  Brownish-red:  jasper,  limonite. 

II.  Brown.  1.  lieddish-brown :  garnet, zircon. — 2.  Clove-brown:  brown 
with  red  and  6ome  blue ;  axinite. — 3.  Hair-brown :  wood  opal. — 4.  Broc- 
coli-brown: brown,  with  blue,  red,  and  gray  ;  zircon. — 5.  Cfiestnut-brown  : 
pure  brown. — 6.  Yellowish-brown:  jasper. — 7.  Pinchbeck-brown:  yellow- 
ish-brown, with  a  metallic  or  metallic-pearly  lustre ;  several  varieties  of 
talc,  bronzite. — 8.  Wood-brown:  color  of  old  wood  nearly  rotten;  some 
specimens  of  asbestns. — 9.  Liver-brown :  brown,  with  some  gray  and  green ; 
jasper. — 10.  Blackish-brown  ;  bituminous  coal,  brown  coal. 

c.  Peculiarities  in  the  Arrangement  of  Colors. 

Play  of  Colors. — An  appearance  of  several  prismatic  colors  in  rapid 
succession  on  turning  the  mineral.  This  property  belongs  in  perfection  to 
the  diamond  ;  it  is  also  observed  in  precious  opal,  and  is  most  brilliant  by 
candle-light. 
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Change  of  Colors. — Each  particular  color  appears  to  pervade  a  larger 
space  than  m  the  play  of  colors,  and  the  succession  produced  by  turning  the 
mineral  is  less  rapid;  Ex.  labradorite. 

Opalescence. — A  milky  or  pearly  reflection  from  the  interior  of  a  speci- 
men.    Observed  in  some  opal,  and  in  cat's  eye.  

The  phenomena  of  the  play  of  colors,  iridescence,  etc.,  are  sometimetyxo  be 
explained  by  the  presence  of  minute  foreign  crystals,  in  parallel  positions ; 
more  generally,  however,  they  are  caused  by  the  presence  of  fine  cleavage 
lamella^  in  the  light  reflected  from  which  interference  takes  place,  analogous 
to*  the  well-known-Newton's  rings. 

Tarnish. — A  metallic  surface  is  tarnished,  when  its  color  differs  from 
that  obtained  by  fracture ;  Ex.  bornite.  A  surface  possesses  the  steel  tar- 
nish ,  when  it  presents  the  superficial  blue  color  of  tempered  steel ;  Ex. 
columbite.  The  tarnish  is  irised,  when  it  exhibits  fixed  prismatic  colore  ; 
Ex.  hematite  of  Elba.  These  tarnish  and  iris  colors  of  minerals  are  owing 
to  a  thin  surface  film,  proceeding  from  different  sources,  either  from  a 
change  in  the  surface  of  the  mineral,  or  foreign  incrustation ;  hydrated  irou 
oxide,  usually  formed  from  pyrite,  i6  one  of  the  most  common  sources  of  it, 
and  produces  the  colors  on  anthracite  and  hematite. 

Asterism. — This  name  is  given  to  the  peculiar  star-like  rays  of  light 
observed  in  certain  directions  in  some  minerals  by  reflected  or  transmitted 
light.  This  is  seen  in  the  form  of  a  six-rayed  star  in  sapphire,  and  is  also 
well  shown  in  mica  from  South  Burgess,  Canada.  In  the  former  case  it 
lias  been  attributed  by  Volger  to  a  repeated  lamellar  twinning ;  in  the 
other  case,  by  Rose,  to  the  presence  of  minute  inclosed  crystals,  which  are 
a  uniaxial  mica,  according  to  DesCloizeaux.  Crystalline  planes,  which 
have  been  artificially  etched,  also  sometimes  exhibit  asterism.  In  general 
the  phenomenon  is  explained  by  Schrauf  as  caused  by  the  interference  of 
the  light,  due  to  fine  striations  or  some  other  cause.  ^y 

(UpoiLtke  above  subjects,  see  Literature, -p.-143.)  r— 

PnOSPHOREBCEKCE. 

Phosphorescence,*  or  the  emission  of  light  by  minerals,  may  be  produced 
in  different  ways:  by  friction,  by  heat,  or  by  exposure  to  light. 

By  friction. — Light  is  readily  evolved  from  quartz  or  white  sugar  by 
the  friction  of  one  piece  against  another,  and  merely  the  rapid  motion  of  a 
feather  will  elicit  it  from  some  specimens  of  sphalerite.  Friction,  however, 
evolves  light  from  a  few  only  01  the  mineral  species. 

By  heat. — Flnorite  is  highly  phosphorescent  at  the  temperature  of  300°  F. 
Different  varieties  give  off  light  of  different  colors  ;  the  crdorophane  variety, 
an  emerald-green  light ;  others  purple,  blue,  and  reddish  tints.  This  phos- 
phorescence may  be  observed  in  a  dark  place,  by  subjecting  the  pulverized 
mineral  to  a  heat  below  reduess.  Some  varieties  of  white  limestone  or 
marble  emit  a  yellow  light. 

*  This  subject  has  been  investigated  by  Becquerd,  Ann.  Ch.  Phys.,  IIL,  lv.,  5-119,  1859; 
Faster,  Mitth.  nat  Ges.  Bern,  1807,  62 ;  and  ifo/m,  Zeitsch.  Gee.  nat.  Wise.  Berlin,  II, 
ix.,  1,181,  1874. 


Digitized  by 


Google 


DIAPHANKITT— COLOB — LUSTRE.  161 

By  the  application  of  heat,  minerals  lose  their  phosphorescent  properties.  *  But  on  passing 
electricity  through  the  calcined  mineral,  a  more  or  less  vivid  light  is  produced  at  the  time  of 
the  discharge,  and  subsequently  the  specimen  when  heated  will  often  emit  light  as  before. 
The  light  is  usually  of  the  same  color  as  previous  to  calcination,  but  occasionally  is  quite 
different.  It  is  in  general  less  intense  than  that  of  the  unaltered  mineral,  but  is  much 
increased  by  a  repetition  of  the  electric  discharges,  and  in  some  varieties  of  fluorite  it  may 
be  nearly  or  quite  restored  to  its  former  brilliancy.  It  has  also  been  found  that  some  varie- 
ties of  fluorite  and  some  specimens  of  diamond,  oalcite,  and  apatite,  which  are  not  naturally 
phosphorescent,  may  be  rendered  so  by  means  of  electricity.  Electricity  will  also  increase 
the  natural  intensity  of  the  phosphorescent  light 

Light  of  the  sun. — The  only  substance  in  which  an  exposure  to  the  light 
of  the  sun  produces  very  apparent  phosphorescence  is  the  diamond,  and 
some  specimens  seem  to  be  destitute  of  this  power.  This  property  is  most 
striking  after  exposure  to  the  blue  rays  of  the  spectrum,  while  in  the  red 
rays  it  is  rapidly  lost 

Pleochboibm. 

Dichroism,  Trichroism. — In  addition  to  the  general  phenomena  of  color, 
which  belong  to  all  minerals  alike,  some  of  those  which  are  crystallized 
show  (liferent  colors  under  certain  circumstances.  This  is  due  to  the  fact 
that  in  them  the  absorption  of  parts  of  the  spectrum  takes  place  unequally 
in  different  directions,  and  hence  their  color  by  transmitted  light  depends 
upon  the  direction  in  which  they  are  viewed.  This  phenomenon  is  called 
in  general  pleochroism. 

In  uniaxial  crystals  it  has  been  seen  that,  in  consequence  of  their  crystal- 
lography symmetry,  there  are  two  distinct  values  for  the  velocity  of  light 
transmitted  by  them,  according  as  the  vibrations  take  place, parallel  or  at 
right  angles  to  the  vertical  axis.  Similarly  the  crystal  may  exert  different 
degrees  of  absorption  upon  the  rays  vibrating  in  these  two  directions.  For 
example,  a  transparent  crystal  of  zircon  looked  through  in  the  direction  of 
the  vertical  axis  appears  of  a  pinkish-brown  color,  while  in  a  lateral  direc- 
tion the  color  is  asparagus-green.  This  is  because  the  rays  (extraordinary) 
vibrating  parallel  to  the  axis  are  absorbed  with  the  exception  of  those 
which  together  give  the  green  color,  and  those  vibrating  laterally  (ordinary) 
are  absorbed  except  those  which  together  appear  pinkfsh-brown. 

Again,  all  crystals  of  tourmaline  in  the  direction  of  the  vertical  axis  are 
opaque,  since  the  ordinary  ray,  vibrating  normal  to  the  axis  c,  is  absorbed, 
while  light-colored  varieties,  looked  through  laterally,  are  transparent,  for 
the  extraordinary  ray,  vibrating  parallel  to  c,  is  not  absorbed ;  the  color 
differs  in  different  varieties.  Thus,  all  uniaxial  crystals  may  be  dichroic, 
or  have  two  distinct  axial  colors. 

Similarly  all  biaxial  crystals  may  be  trichroie.  For  the  rays  vibrating  in 
the  directions  of  the  three  axes  of  elasticity  may  be  differently  absorbed. 
For  diaspore  the  three  axial  colors  are  azure-blue,  wine-yellow,  and  violet- 
blue.  It  will  be  understood  that,  while  these  three  different  colors  are  pos- 
sible, they  may  not  exist ;  or  only  two  may  be  prominent,  so  that  a  biaxial 
mineral  may  be  called  dichroic. 

In  order  to  investigate  the  absorption-properties  of  any  uniaxial  or  biaxial 
crystal,  it  is  evident  that  sections  must  be  obtained  which  are  parallel  to  the 
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several  axes  of  elasticity.  Suppose  that  f .  410  represents  a  rectangular  solid 
with  its  sides  parallel  to  the  three  axes  of  elasticity  of 
a  biaxial  crystal.  In  an  orthorhombic  crystal  the  faces 
are  those  of  the  three  diametral  planes  or  pinacoids ; 
in  a  monoclinic  crystal  one  side  coincides  with  the  clino- 
pinacoid,  the  others  are  to  be  determined  for  each 
species.  The  light  transmitted  by  this  solid  is  examined 
by  means  of  a  single  Nicol  prism.  Suppose,  first,  that 
the  light  transmitted  by  the  parallelopiped  (f.  410)  in 
the  direction  of  the  vertical  axis  is  to  be  examined. 
When  the  shorter  diagonal  of  the  Nicol  coincides  with 
the  direction  of  the  axis  b,  the  color  observed  belongs 
to  that  ray  vibrating  parallel  to  this  direction  ;  when  it  coincides  with  the 
axis  a,  the  color  for  the  ray  with  vibrations  parallel  to  a  is  observed.  In 
the  same  way  the  Nicol  separates  the  different  colored  rays  vibrating 
parallel  to  c  and  a  respectively,  when  the  light  passes  through  in  the  direc- 
tion of  b. 

So  also  finally  when  the  section  is  looked  through  in  the  direction  of  the 
axis  a,  the  colors  for  the  rays  vibrating  parallel  to  b  and  c,  respectively,  are 
obtained.  It  is  evident  that  the  examination  in  two  of  the  directions  named 
will  give  the  three  possible  colors. 

For  epidote,  according  to  Klein,  the  colors  for  the  three  axial  directions 
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are: 


1     Vibrations  parallel  to  b,  brown  (absorbed). 

1#  "  "  a,  yellow. 

o    Vibrations  parallel  to  t,  green, 

**  "  u  b,  brown  (absorbed). 


o    Vibrations  parallel  to  t,  green. 
4*  u  u  a,  yellow. 


The  colors  observed  by  the  eye  alone  are  the  resultants  of  the  double  set 
of  vibrations,  in  which  the  stronger  color  predominates ;  thus,  in  the  above 
example,  the  plane,  normal  to  c  is  brown,  to  b,  yellowish-green,  to  a,  green. 
In  any  other  direction  in  the  crystal,  the  apparent  color  is  the  result  of  a 
mixture  of  those  corresponding  to  the  three  directions  of  vibrations  in  differ- 
ent proportions.  Dichroite  is  a  striking  example  of  the  phenomenon  of 
pleochroism. 

An  instrument  called  a  dichroscope  has  been  contrived  by  Haidinger  for 
examining  this  property  of  crystals.  An  oblong  rhombohedron  of  Ice- 
land sparnas  a  glass  prism  of  18°  cemented  to  each  extremity.     It  is  placed 

412 


in  a  metallic  cylindrical  case,  as  in  the  figure,  having  a  convex  lens  at  one 
end,  and  a  square  hole  at  the  other.  On  looking  through  it,  the  souare  hole 
appears  double;  one  image  belongs  to  the  ordinary  and  the  other  to  the 
extraordinary  ray.  When  apleochroic  crystal  i6  examined  with  it,  by  trans- 
mitted light,  on  revolving  it,  the  two  squares,  at  intervals  of  90°  in  the  revo- 
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lntion,  have  different  colors,  corresponding  to  the  direction  of  the  vibrations 
of  the  ordinary  and  extraordinary  ray  in  calcite.  Since  the  two  images  are 
situated  side  by  side,  a  very  slight  difference  of  color  is  perceptible. 


Literature. — Pleochroism,  Asterisk,  etc. 

HauHnger.    Ueber  den  Pleochroismus  der  KrystaUe  ;  Pogg.  lxv.,  1,  1845. 

Ueber  das  Schillern  der  Krystallflachen ;  Pogg.  lxx.,  574,  1847;  lxxi.,  821; 

hxvi.,  99,  1849. 

Reusch.  Ueber  das  Schillern  gewisser  KrystaUe;  Pogg.  cxvL,  392,  1862;  cxviii,  256, 
1863;  cxx.,95,  1863. 

v.  KobeU.    Ueber  Asterismos;  Ber.  Ak.    Munchen,  1868,  65. 

Hauxhafer.    Der  Asterismas  des  Calcites ;  Ber.  Ak.     Miincben,  1869. 

Vogebang.     Sur  le  Labradorite  colorg  ;  Arch.  Neerland.,  iii.,  32,  1868. 

Schrauf.     Labradorit;  Ber.  Ak.,  Wien,  lx.,  1869. 

Koemann.  Ueber  das  Schillern  and  den  Dichroismas  des  Hypersthens ;  Jahrb.  Min.,  1869, 
368,532;  1871,501. 

Rose.    Ueber  den  ABterismus  der  Krystallen  ;  Ber.  Ak.   Berlin,  1862,  614 ;  1869,  344. 


3.   LuSTBE. 

The  lnstre  of  minerals  varies  with  the  nature  of  their  surfaces.  A  varia- 
tion in  the  quantity  of  light  reflected,  produces  different  degrees  of  intensity 
of  lustre ;  a  variation  in  the  nature  of  the  reflecting  surface  produces 
different  kinds  of  lustre. 

A.  The  kinds  of  lustre  recognized  are  as  follows : 

1.  Metallic :  the  lustre  of  metals.  Imperfect  metallic  lustre  is  expressed 
by  the  term  sub-metallic. 

2.  Adamantine:  the  lustre  of  the  diamond.  When  also  sub-metallic,  it 
is  termed  rnetaUicradamantine.     Ex.  cerussite,  pyrargyrite. 

3.  Vitreous:  the  lustre  of  broken  glass.  An  imperfectly  vitreous  lustre 
is  termed  sub-vitreous.  The  vitreous  and  sub-vitreous  lustres  are  the  most 
common  in  the  mineral  kingdom.  Quartz  possesses  the  former  in  an  emi- 
nent degree ;  calcite,  often  the  latter. 

4.  Resinous :  lustre  of  the  yellow  resins.  Ex.  opal,  and  some  yellow 
varieties  of  sphalerite. 

5.  Pearly:  like  pearl.  Ex.  talc,  brucite,  stilbite,  etc.  When  united  with 
sub-metallic,  as  in  hvpersthenite,  the  term  metallic-pearly  is  used. 

6.  Silky :  like  silk: ;  it  is  the  result  of  a  fibrous  structure.  Ex.  fibrous 
calcite,  fibrous  gypsum. 

B.  The  degrees  of  intensity  are  denominated  as  follows: 

1.  Splendent  :  reflecting  with  brilliancy  and  giving  well-defined  images. 
Ex.  hematite,  cassiterite. 

2.  Shining:  producing  an  image  by  reflection,  but  not  one  well  defined. 
Ex.  celestite. 

3.  Glistening :  affording  a  general  reflection  from  the  surface,  but  no 
image.     Ex.  tele,  chalcopyrite. 

4.  Glimmering:  affording  imperfect  reflection,  and  apparently  from 
points  over  the  surface.     Ex.  flint,  chalcedony. 

A  mineral  is  said  to  be  dull  when  there  is  a  total  absence  of  lnstre.  Ex. 
chalk,  the  ochres,  kaolin. 
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The  true  difference  between  metallic  aud  vitreous  lustre  is  due  to  the 
effect  which  the  different  surfaces  have  upon  the  reflected  light ;  in  general, 
the  lustre  is  produced  by  the  union  of  two  simultaneous  impressions  made 
upon  the  eye.  If  the  light  reflected  from  a  metallic  surface  be  examined 
by  a  Nicol  prism  (or  the  dichroscope  of  Haidinger),  it  will  be  found  that 
both  rays,  that  vibrating  in  the  plane  of  incidence  and  that  whose  vibra- 
tions are  normal  to  it,  are  alike,  each  having  the  color  of  the  material,  only 
differing  a  little  in  brilliancy  ;  on  the  contrary,  of  the  light  reflected  by  a 
vitreous  substance,  those  rays  whose  vibrations  are  at  right  angles  to  the 
plane  of  incidence  are  more  or  less  polarized,  and  arc  colorless,  while  those 
whose  vibrations  are  in  this  plane,  having  penetrated  somewhat  into  the 
medium  and  suffered  some  absorption,  show  the  color  of  the  substance 
itself.  A  plate  of  red  glass  thus  examined  will  show  a  colorless  and  a  red 
image.     Adamantine  lustre  occupies  a  position  between  the  others. 

The  different  degrees  and  kinds  of  lustre  are  often  exhibited  differently  by  unlike  faces  of 
the  same  crystal,  but  always  similarly  by  like  faces.  The  lateral  faces  of  a  right  square 
prism  may  thus  differ  from  a  terminal,  and  in  the  right  rectangular  prism  the  lateral  faces 
also  may  differ  from  one  another.  For  example,  the  basal  plane  of  apophyllite  has  a  pearly 
lustre  wanting  in  the  prismatic  planes.  The  surface  of  a  cleavage  plane  in  foliated  minerals, 
very  commonly  differs  in  lustre  from  the  sides,  and  in  some  cases  the  latter  are  vitreous, 
while  the  former  is  pearly.  As  shown  by  Haidinger,  only  the  vitreous,  adamantine,  and 
metallic  lustres  belong  to  faces  perfectly  smooth  and  pure.  In  the  first,  the  index  of  refrac- 
tion of  the  mineral  is  1  '3 — 1  '8  ;  in  the  second,  1*9 — 2*5 ;  in  the  third,  about  2*5.  The  pearly 
lustre  is  a  result  of  reflection  from  numberless  lamellae  or  lines  within  a  translucent  mineral, 
as  long  since  observed  by  Breithaupt 

IV.  HEAT. 

The  expansion  of  crystallized  minerals  by  heat  depends,  as  directly  as 
their  optical  properties,  on  the  symmetry  oi  their  molecular  structure  as 
shown  in  their  crystalline  form.  The  same  three  classes  as  before  are  dis- 
tinguished : 

A.  Ixometric  crystals,  where  the  expansion  is  in  all  directions  alike. 

B.  hodiametric  crystals,  of  the  tetragonal  and  hexagonal  systems.  Ex- 
pansion vertically  unlike  that  laterally,  but  in  all  lateral  directions  alike. 

O.  Anisomstric,  of  the  orthorhombic,  monoclinic,  and  triclinic  systems. 
Expansion  unlike  in  the  three  axial  directions.  The  expansion  by  heat  in 
the  case  of  crystals  may  serve  to  alter  the  angles  of  the  form,  but  it  has 
been  shown  that  the  zone  relations  and  the  crystalline  system  remain  con- 
stant. 

Mitscherlich  found  that  in  calcite  there  was  a  diminution  of  8'  37*  in  the  angle  of  the 
rhombohedron.  on  passing  from  32°  to  212°  F.,  the  form  thus  approaching  that  of  a  cube,  as 
the  temperature  increased.  Dolomite,  in  the  same  range  of  temperature,  diminishes  4'  46'; 
and  in  aragonite,  between  63°  and  212°  F. ,  the  angle  of  the  prism  diminishes  2'  46 ',  and 
1-i  :  1-1  increases  5'  30*;  in  gypsum,  /:  i-1  is  increased  5  24*,  /:  1,  4'  12",  and  l-» :  i-iis 
diminished  7  24\  In  some  rhombohedrons,  as  of  calcite,  the  vertical  axis  is  lengthened 
(and  the  lateral  shortened),  while  in  others,  like  quartz,  the  reverse  is  true.  The  variation 
is  such  either  way  that  the  double  refraction  is  diminished  with  the  increase  of  heat ;  for 
calcite  possesses  negative  double  refraction,  and  quartz,  positive. 

The  conductive  power  of  a  crystal  depends,  as  does  expansion,  on  the 
symmetry  of  its  crystalline  form ;  this  is  also  true  of  its  power  of  traus- 
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mitting  or  absorbing  heat.  It  follows,  moreover,  from  the  analogous  nature 
of  heat  and  light,  that  heat  rays  are  polarized  by  reflection,  and  by  transmission 
in  anisotrope  media,  in  the  same  way  as  the  rays  of  light.  These  subjects, 
considered  solely  in  their  relation  to  Mineralogy,  are  of  minor  importance ; 
they  belong  to  works  on  Physics,  and  reference  may  be  made  to  those 
whose  titles  are  given  in  the  Introduction,  as  also  to  the  works  of  Schranf 
and  Groth. 

The  change  in  the  optical  properties  of  crystals  produced  by  heat  has 
already  been  noticed  (p.  153). 


V.  ELECTRICITY— MAGNETISM. 

The  electric  and  magnetic  characters  of  crystals,  as  their  relations  to  heat, 
bear  but  slightly  upon  the  science  of  mineralogy,  although  of  high  interest 
to  the  student  of  •physics. 

F/ictional  electricity. — The  development  of  electricity  by  friction  is  a 
familiar  fact.  AH  minerals  become  electric  by  friction,  although  the 
degree  to  which  this  is  manifested  depends  upon  their  conducting  or  non- 
conducting power.  There  is  no  line  of  distinction  among  minerals,  divid- 
ing them  into  positively  electric  and  negatively  electric ;  for  both  kinds  of 
electricity  may  be  presented  by  different  varieties  of  the  same  species,  and 
by  the  same  variety  in  different  states.  The  gems  are  positively  electric 
only  when  polished  ;  the  diamond  alone  among  them  exhibits  positive  elec- 
tricity whether  polished  or  not.  The  time  of  retaining  electric  excitement 
is  widely  different  in  different  species,  and  topaz  is  remarkable  for  continu- 
ing excited  many  hours. 

rressure  also  develops  electricity  in  many  minerals ;  calcite  and  topaz 
are  examples. 

Pyro-electricity. — A  decided  change  of  temperature,  through  heat  or 
cold,  develops  electricity  in  a  large  number  of  minerals,  which  are  hence 
called  pyro-electric.  This  property  is  most  decided,  and  was  first  observed 
in  a  series  of  minerals  which  are  hemimorphic  or  hemihedral  in  their 
development.  The  electricity  in  these  minerals  is  of  opposite  character  in 
the  parts  dissimilarly  modified.  Thus  in  tourmaline  and  calamine,  the 
crystals  of  which  are  often  differently  modified  at  the  two  extremities,  posi- 
tive and  negative  electricity  are  developed  at  these  extremities  or  poles 
respectively.  When  the  extremity  becomes  positive  on  heating  it  has  been 
called  the  analogue  pole,  and  when  it  becomes  negative,  it  has  been  called 
the  antilogue.  The  names  were  given  by  Hose  and  Riess,  who  investigated 
these  phenomena.  For  a  change  of  temperature  in  the  opposite  direction, 
that  is,  cooling,  the  reverse  electrical  effect  is  observed. 

Boracite,  on  whose  crystals  the  +  and  —  tetrahedrons  often  occur,  shows 
by  heating  the  positive  electricity  for  the  faces  of  one  tetrahedron  and  the 
negative  for  those  of  the  other. 

Further  investigations  by  Hankel  and  others  (see  Literature)  have  ex- 
tended the  subject  and  shown  that  the  phenomena  of  pyro-electricity  belong 
to  the  crystals  of  a  large  number  of  species.  Moreover,  it  is  not,  as  once 
supposed,  essentially  connected  with  hemihedral  development.  The  num- 
ber of  poles,  too,  may  be  more  than  two,  that  is,  the  points  at  which  posi-  «■ 
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tive  and  negative  electricity  is  developed.  Thus  for  prehnite  there  is  a 
large  series  of  such  poles,  distributed  over  the  surface  of  a  crystal.  The 
investigations  of  Hankel  have  shown  in  general,  that  in  crystals  not  heini- 
hedrally  developed,  the  same  electricity  is  developed  at  both  extremities  of 
the  same  axis,  and  the  distinction  between  positive  and  negative  electricity 
is  only  shown  by  reference  to  the  different  crystallographie  axes ;  on  sym- 
metrically formed  crystals  of  the  isodiametric  class  the  electricity  is  the 
same  in  all  lateral  directions,  that  is,  on  all  prismatic  planes,  while  different 
at  the  extremities  of  the  vertical  axis. 

Thermo-electricity. — When  two  different  metals  are  brought  into  con- 
tact, a  stream  of  electricity  passes  from  one  to  the  other.  If  one  is  heated 
the  effect  is  more  decided  and  is  sufficient  to  deflect  more  or  less  vigorously 
the  needle  of  a  galvanometer.  According  to  the  direcrion  of  the  current 
produced  by  the  different  metallic  substances,  they  are  arranged  in  a 
thermo-electrical  series;  the  extremes  are  occupied  by  antimony  (+)  and 
bismuth  (— ),  the  electrical  stream  passing  from  bismuth  to  antimony. 

This  subject  is  so  far  important  for  mineralogy,  as  it  was  shown  by 
Bunsen  that  the  natural  metallic  sulphides  stand  further  off  in  the  series 
than  antimony  and  bismuth,  and  consequently  by  them  a  stronger  stream 
is  produced.  The  thermo-electrical  relations  of  a  large  number  of  minerals 
was  determined  by  Flight  (Ann.  Ch.  Pharm.,  exxxvi.). 

It  was  early  observea  that  some  minerals  have  varieties  which  are  both 
4-  and  — .  This  fact  was  made  use  of  by  Rose  to  show  a  relation  between 
the  plus  and  minus  hemihedral  varieties  of  pyrite  and  cobaltite.  The  later 
investigations  of  Schrauf  and  Dana  have  shown,  however,  that  the  same 
peculiarity  belongs  also  to  glaucodot,  tetradymite,  skutterudite,  danaite,  and 
other  minerals,  and  it  is  demonstrated  by  them  that  it  cannot  be  dependent 
upon  crystalline  form,  but,  on  the  contrary,  upon  chemical  composition. 

Magnetism. — The  magnetic  properties  of  crystals  are  theoretically  of 
interest,  since  they,  too,  like  the  optical  and  thermic,  are  directly  dependent 
upon  the  form  ;  hence,  with  relation  to  magnetism  they  group  themselves 
into  the  same  three  classes  before  referred  to. 

All  substances  are  divided  into  two  classes,  the  paramagnetic  and  dia- 
magnetic,  according  as  they  are  attracted  or  repelled  by  the  poles  of  a  mag- 
net. For  purposes  of  experiment  the  substance  in  question,  in  the  form  of 
a  rod,  is  suspended  between  the  poles  of  the  magnet,  being  movable  on  a 
horizontal  axis.  If  of  the  first  class,  it  will  take  a  position  parallel,  and  if 
of  the  second  class,  transverse,  to  the  magnetic  axis. 

By  the  use  of  a  sphere  it  is  possible  to  determine  the  relative  amount  of 
magnetic  induction  in  different  directions  of  the  same  substance.  Experi- 
ment has  shown  that  in  isometric  crystals  the  magnetism  is  alike  in  all 
directions  ;  in  those  optically  uniaxial,  that  there  is  a  direction  of  maximum 
and,  normal  to  it,  one  of  minimum  magnetism ;  in  biaxial  crystals,  that 
there  are  three  unequal  axes  of  magnetism,  the  position  of  which  may  be 
determined. 

A  few  minerals  have  the  power  of  exerting  a  sensible  influence  upon  the 
magnetic  needle,  and  are  hence  said  to  be  magnetic.  This  is  true  of  mag- 
netite and  pyrrhotite  (magnetic  pyrites)  in  particular,  also  of  franklinite, 
almandite,  and  other  minerals,  containing  considerable  iron  protoxide  (FeO). 
When  such  minerals  in  one  part  attract  and  in  another  repel  the  poles  of 
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the  magnet,  they  are  said  to  possess  polarity.    This  is  true  of  the  variety  of 
magnetite  called  in  popular  language  loadstone. 

Lite&aturb.  —  Electricity. 

HankeL  Ueber  die  Thermo-Eleotricitat  der  KrystaUe;  Pogg.,  xlix.,  493 ;  L,  237,  1840; 
lxl,  281. 

Rom  u.  Ries.    Ueber  die  Pyro-Electricitat  der  Mineralien  ;  Ber.  Ak.   Berlin,  1843. 

Ueber  den  Zuaammenhang  zwischen  der  Form  und  der  elektriaohen  Polaritat  der 

KrystaUe  :  Ber.  Ak.    Berlin,  1836. 

«.  KobdL    Ueber  Mineral-Electricitat ;  Pogg.,  cxviii,  594,  1863. 

Bunsen.    Therxno-Ketten  von  grosser  Wirksamkeit ;  Pogg.,  cxxiii.,  505,  1864. 

FriedeL  Sor  les  propriety  pyro-electrique  des  Cristanx  bona  condncteurs  de  relectricite* ; 
Ann.  Ch.  Phys.,  IV.,  xvii.,  79,  1869. 

Rose.  Ueber  den  Zusammenhang  zwisohen  hemiedrisoher  Krystallform  and  thermo-elek- 
trischem.  Verhalten  beim  Eisenkies  nnd  Kobaltglanz ;  PoggM  cxlii.,  1,  1871. 

Schraufu.  E.  S.  Dana.  Ueber  die  th»  rmo-elektrischen  Eigensohaften  yon  Mineralvarie- 
taten;  Ber.  Ak.   Wien,  lxix.,  1874  (Am.  J.  Sci.,  III.,  viii.,  255). 

Hankd.  Ueber  die  thermo-elektrischen  Eigenschaften  des  Boraoites ;  Sachs.  Gee.  Wiss., 
tl,  151,  1865;  ibid.,  viii.,  323,  1866;  Topaz,  ix.,  1870,  359;  10  Abhandlnng,  1872,  24;  cal- 
cite,  beryl,  etc.,  1876. 

On  magnetism  reference  may  be  made  to  Faraday  (Experimental  Researches) ;  Tyndall, 
Phil.  Hag. ;  Knoblauch  and  Tyndall,  Pogg.,  lxxxi.,  481,  498  ;  lxxxiii,  884  ;  Pfl&cker,  Pogg., 
Ixxii.,  315;  lxxvi,  576;  lxxvii,  4±7;  lxxxvi,  1  ;  Grailich  u.  yon  Lang,  Ber.  Ak.,  Wien,, 
xxxii.,  43  ;  xxxiii.,  439,  etc.,  eta 


VI.  TASTE  AND  ODOR 

In  their  action  upon  the  senses  a  few  minerals  possess  taste,  and  others 
under  some  circumstauces  give  off  odor. 

Taste  belongs  only  to  soluble  minerals.     The  different  kinds  of  taste 
adopted  for  reference  are  as  follows : 
X  1.  Astringent ;  the  taste  of  vitriol. 

2.  Sweetish  astringent ;  taste  of  alum. 

3.  Saline ;  taste  or  common  salt. 

4.  Alkaline  ;  taste  of  soda. 

5.  Cooling ;  taste  of  saltpeter. 

6.  Bitter ;  taste  of  epsom  salts. 

7.  Sour  :  taste  of  sulphuric  acid. 

-U©otk — Excepting  a  few  gaseous  and  soluble  species,  minerals  in  the  dry 
unchanged  state  do  not  give  off  odor.  Bv  friction,  moistening  with  the 
breath,  and  the  elimination  of  some  volatile  ingredient  by  heat  or  acids, 
odors  are  sometimes  obtained  which  are  thus  designated : 

1.  Alliaceous  ;  the  odor  of  garlic.     Friction  of  arsenical  iron  elicits  this 
odor ;  it  may  also  be  obtained  from  arsenical  compounds,  by  means  of  heat. 

2.  Horse-radish  odor ;  the  odor  of  decaying  horse-radish.    This  odor  is 
strongly  perceived  when  the  ores  of  selenium  are  heated. 

3.  Sxdvhureous  /  friction  elicits  this  odor  from  pyrite  and  heat  from 
many  sulphides. 

4.  Bituminous  ;  the  odor  of  bitumen. 

5.  Fetid ;  the  odor  of  sulphuretted  hydrogen  or  rotten  eggs.    It  is  eli- 
cited by  friction  from  some  varieties  of  quartz  and  limestone. 

6.  Argillaceous  ;  the  odor  of  moistened  clay.    It  is  obtained  from  ser- 
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pentine  and  some  allied  minerals,  after  moistening  them  with  the  breath; 
others,  as  pyrargillite,  afford  it  when  heated. 

The  Feel  is  a  character  which  is  occasionally  of  some  importance ;  it  is 
said  to  be  smooth  (sepiolite),  greasy  (talc),  harsh,  or  ineagre,  etc.  Some 
minerals,  in  consequence  of  their  hygroscopic  character,  adhere  to  the  tongue, 
when  brought  in  contact  with  it. 
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CHEMICAL  MINERALOGY. 
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Minerals  are  either  the  uncombined  elements  in  a  native  state,  or  com- 
pounds of  these  elements  formed  in  accordance  with  chemical  laws.  It  is 
the  object  of  Chemical  Mineralogy  to  determine  the  chemical  composition 
of  each  species  ;  to  show  the  chemical  relations  of  difFerent  species  to  each 
other  where  such  exist ;  and  also  to  explain  the  methods  of  distinguishing 
different  minerals  by  chemical  means.  It  thus  embraces  the  most  import- 
ant part  of  Determinative  Mineralogy. 


Chemical  Constitution  of  Minerals. 

In  order  to  understand  the  chemical  constitution  of  minerals,  some 
knowledge  of  the  fundamental  principles  of  Chemical  Philosophy  is 
required  ;  and  these  are  here  briefly  recapitulated. 

Chemical  elements. — Chemistry  recognizes  sixty-four  substances  which 
cannot  be  decomposed,  or  divided  into  others,  by  anv  processes  at  present 
known;  these  substances  are  called  the  chemical  elements.  Of  these 
oxygen,  hydrogen,  and  nitrogen  are  fixed  gases ;  chlorine  and  fluorine  are 
generally  gases,  but  may  be  condensed  to  the  liquid  state ;  bromine  is  a 
volatile  liquid ;  and  the  rest,  under  ordinary  conditions,  quicksilver  excepted, 
are  solids.  Of  these  last  carbon,  phosphorus,  arsenic,  sulphur,  boron,  (fJll- 
lnrium),  selenium,  iodine,  silicon,  generally  rank  as  non-metallic  elements, 
and  the  others  as  metallic. 

Molecules  ;  Atoms. — By  a  molecule  is  understood  the  smallest  portion  of  a 
substance  which  possesses  all  the  properties  of  the  matter  itself ;  it  is  the 
smallest  division  into  which  the  substance  can  be  divided  without  loss  or 
change  of  character.  The  molecule  of  water  is  the  smallest  conceivable 
particle  which  can  exist  alone,  and  which  has  all  the  properties  of  water. 
An  atom  is  the  smallest  mass  of  each  element  which  enters  into  combina- 
tion with  others  to  form  the  molecule.  Thus  two  chemical  units,  or  atoms, 
of  hydrogen  unite  with  one  atom  of  oxygen  to  form  the  physical  unit,  or 
molecule,  of  water. 

Atomic  weights. — The  relative  weights  of  the  chemical  units,  or  atoms, 
of  the  different  elements  are  their  atomic  weights.     For  the  sake  of  uni- 
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formity  the  atom  of  hydrogen,  the  lightest  of  all  the  elements,  has  been 
adouted  as  the  standard  or  unit.  The  absolute  weight  of  the  atoms  caunot 
be  determined ;  but  their  relative  weight  can  in  many  cases  be  fixed  beyond 
question.  When  the  elements  are  gases,  or  form  gaseous  compounds,  the 
atomic  weights  are  determined  directly.  Thus  in  hydrochloric  acid  gas 
there  are  equal  volumes  of  hydrogen  and  chlorine,  or,  chemically  expressed, 
one  atom  of  hydrogen  combines  with  one  atom  of  chlorine ;  by  analysis  it 
is  found  that  in  100  parts  th«re  arc  2*74  by  weight  of  hydrogen,  and  97*26 
of  chlorine  ;  hence  if  hydrogen  be  taken  as  the  unit,  the  atomic  weight  of 
chlorine  is  35*5,  since  2*94  :  97*26  =  1  :  35-5. 

Where  the  elements,  or  their  compounds,  are  not  gases,  the  atomic  weights 
are  determined  more  or  less  indirectly,  and  are  sometimes  not  entirely  free 
from  doubt.  The  analysis  of  rock-salt  gives  us,  in  100  parts,  60*68  parts  of 
chlorine,  and  39*32  parts  of  sodium. ;  now  if,  as  is  believed,  the  number  of 
units  of  each  element  involved  is  the  same,  or  in  other  words,  if  the  mole- 
cule consists  of  one  atom  each  of  chlorine  and  sodium,  then  the  atomic 
weights  will  be  as  60-68  :  39*32  ;  or  35*5  :  23,  since  that  of  chlorine  =  35-5. 
Hence  the  atomic  weight  of  sodium  is  23,  when  referred,  like  chlorine,  to 
that  of  hydrogen  as  the  unit.  There  is  an  assumption  in  such  cases  as  to 
the  number  of  units  of  each  element  involved  which  may  introduce  doubt, 
so  that  other  methods  are  applied  which  need  not  be  here  detailed. 

The  following  table  gives  the  atomic  weights  of  the  elements.  The  symbols 
used  to  represent  an  atom  of  each  element  are  shown  in  the  table ;  in  mo6t 
cases  they  are  the  initial  letter  or  letters  of  the  Latin  name.  When  more  than 
one  atom  is  involved  in  the  formation  of  a  compound,  it  is  indicated  by  a 
small  index  number  placed  below,  to  the  right :  as  Sba08,  which  signifies  2 
of  antimony  to  3  of  oxygen.  The  quantity  by  weight  of  any  element  enter- 
ing into  a  compound  is  always  expressed  either  by  the  atomic  weight  or 
some  multiple  of  it ;  hence  the  atomic  weights  are  strictly  the  combining 
weights  of  the  different  elements. 


Atomic  Weights. 


Aluminum 

Antimony 

Aqgenic 

Barium 

Bismuth 

Boron 

Bromine 

Cadmium 

Catsium 

Calcium 

Carbon 

Cerium* 

Chlorine 

Chromium 


Al 

273 

Cobalt 

Co 

59 

Sb 

122 

Columbium  (Niobium) 

Cb   (Nb) 

94 

As 

75 

Copper 

Cu 

63  4 

Ba 

187 

Didymium* 

D 

965 

Bi 

206 

Erbium 

E 

112*0 

B 

11 

Fluorine 

F 

19 

Br 

80 

Gallium 

Ga 

Cd 

112 

Glucinum 

G 

9 

Cs 

183 

Gold 

An 

196 

Ca 

40 

Hydrogen 

H 

•      1 

C 

12 

Indium 

In 

113*4 

Ce 

02 

Iodine 

I 

127 

ci 

86-5 

Iridium 

Ir 

198 

Cx 

52 

Iron 

Fe 

56 

*  By  the  determination  of  the  specific  heats  of  cerium,  didymium,  and  lanthanum,  Dr. 
Hillebrand  has  shown  recently  that  the  oxides  of  the  three  metals  are  sesquioxides  (Ce«Oa, 
DiiOt,  La,0,),  and  corresponding  to  them  the  atomic  weights  should  be  Ce  =  138,  Di  = 
144-8,  La  =  1S9.    (Pogg.  Ann.,  olviii,  71,  1876.) 
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Lanthanum 

La 

92  5 

Lead 

Pb 

207 

Lithium 

Li 

7 

Magnesium 

Mg 

24 

Manganese 

Mn 

55 

Mercury 

Hg 

200 

Molybdenum 

Mo 

96 

Nickel 

Ni 

69 

Nitrogen 

N 

14 

Osmium 

Os 

200 

Oxygen 

0 

16 

Palladium 

Pd 

106 

Phosphorus 

P 

81 

Platinum 

Pt 

198 

Potassium 

K 

39 

Rhodium 

Bo    - 

104 

Rubidium 

Kb 

85*4 

Ruthenium 

Bu 

104 

86 

79 

Ag 

108 

Si 

28 

Na 

23 

Sr 

88 

S 

82 

Ta 

182 

Te 

128 

Tl 

204 

Th 

231 

8n 

118 

Ti 

50 

W 

184 

TJ 

240 

V 

61  4 

Y 

617 

Zn 

65 

Zr 

90 
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Selenium 

Silver 

Silicon 

Sodium 

Strontium 

Sulphur 

Tantalum 

Tellurium 

Thallium 

Thorium 

Tin 

Titanium 

Tungsten 

Uranium 

Vanadium 

Yttrium 

Zinc 

Zirconium 


Atomicity  ;  Quantivalence. — The  combining  power  of  each  element  is 
measured  by  the  number  of  hydrogen  atoms  with  which  it  combines  in 
forming  a  chemical  compound.  In  hydrochloric  acid  (UC1),  one  atom  of 
hydrogen  combines  with  one  of  chlorine ;  in  water  (H20),  two  atoms  of 
hydrogen  combine  with  one  of  oxygen  ;  in  ammonia  (H8N),  three  atoms  of 
hydrogen  combine  with  one  of  nitrogen ;  and  in  marsh  gas  (1I4C),  four 
atoms  of  hydrogen  are  required  to  enter  into  combination  with  one  carbon 
atom. 

By  the  examination  of  compounds  of  all  the  elements  we  are  able  to  fix 
the  combining  power,  or  quantivalence,  of  each,  expressed  in  hydrogen 
units.  All  those  elements  which  combine  with  one  atom  of  hydrogen,  or 
an  element  which  (like  chlorine)  has  the  same  quantivalence,  are  called 
monads  ;  those  which  require  two  of  hydrogen,  or  two  other  monad  atoms, 
in  forming  the  compound,  are  called  dyads  ;  those  uniting  with  three  atoms 
of  hydrogen  are  called  triads  ;  and  similarly  tetrads,  pentads,  hexads,  and 
heptads. 

The  adjective  terms  univalent,  bivalent,  trivalent,  quadrivalent,  etc.,  are 
also  employed  with  similar  meaning.  Atoms  having  the  same  degree  of 
quantivalence  are  said  to  be  equivalent;  this  is  true  of  Na  and  K,  both 
monads,  and  they  may  replace  ea<Jh  other  in  similar  compounds ;  but  it 
requires  two  sodium  atoms  to  be  equivalent  to  one  calcium  atom,  since  the 
latter  is  a  dyad. 

The  degree  of  quantivalence  may  vary  for  many  of  the  elements  in 
different  compounds ;  for  example,  in  FeO  or  FeS,  iron  (Fe)  is  bivalent, 
since  it  satisfies  or  is  combined  with  simply  a  dyad  ;  in  FeSa,  it  is  quadri- 
valent, since  it  is  united  to  two  adorns  of  a  dyad ;  and,  similarly,  in  [r  eJOs 
it  is  sexivalent  (for  the  double  atom). 

Perissads:  Artiads. — Those  elements  whose  atoms  have  an  odd  quanti- 
valence (I,  III,  V,  or  VII),  are  called perissads  ;  those  whose  quantivalence 
is  even  (II,  IV,  VI)  are  called  artiads.  These  terms,  perissad  and  artiad, 
are  derived  from  irepurco?  and  aprm,  the  words  for  odd  and  even  in 
ancient  arithmetic.  The  following  table  gives  the  division  of  the  ele- 
ments into  these  two  classes,  and  shows,  also,  the  quantivalence  of  each  ele- 
ment: 
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PERIB8AD8. 


ABTIAD8. 


Monads: — 

Dyads:— 

Tetrads  :— 

Hydrogen. 

Oxygen. 

Carbon, 

n,iv. 

Sulphur,      II, 

IV, 

VI. 

Silicon. 

Fluorine. 

Selenium,    II, 

IV, 

VI. 

Titanium, 

n,  iv. 

Chlorine,   L, 

m,  V,  VII. 

Tellurium,  II, 

IV, 

VI. 

Tin, 

H,  IV. 

Bromine,  I, 

in,  V,  VII. 

Iodine,       I, 

Ill,  V,  VII. 

Calcium,      II, 
Strontium,  II, 

IV. 

rv. 

Thorium, 
Zirconium. 

Lithium. 

Barium,       II, 

IV. 

Sodium, 

I,  III. 

Platinum, 

II,  IV. 

Potassium, 

I,  HI,  V. 

Magnesium. 

Palladium, 

II,  IV. 

Rubidium. 

Zinc. 

Caesium. 

Cadmium. 

Lead, 
Indium. 

n,iv. 

Silver, 

i,  m. 

Glucinum. 

Thallium, 

i,  ni. 

Yttrium. 
Cerium. 

Hexads:— 

Molybdenum 

,  ii,  rv,  vi. 

Triads:— 

Lanthanum. 

Tungsten, 

IV,  VL 

Nitrogen, 

I,  III,  v. 

Didymium. 

Phosphorus. 

I,  III,  v. 

Erbium. 

Ruthenium, 

II,  IV,  VI. 

Arsenic, 

I,  III,  v. 

Mercury   [Hg9]", 

u. 

Rhodium, 

II,  IV,  VI. 

Antimony, 
Bismuth, 

Ill,  v. 
III,V. 

Copper      [Cu«]n, 

II. 

Iridium, 
Osmium, 

11,  IV,  VI. 
II,  IV,  VI. 

Boron, 

Aluminum, 
Chromium, 

IV,  [Al,lTf. 

n,  iv,  vi. 

Gold, 

i,  m. 

Manganese, 

II,  IV,  VI. 

Pentads  :— 

Iron, 

H,  IV,  VI. 

Golumbium. 

Cobalt, 

II,  IV. 

Tantalum. 

Nickel, 
Uranium, 

II,  IV. 
II,  IV. 

Vanadium,         III,  V. 

The  general  divisions  of  chemical  compounds  now  accepted  are  as  fol- 
lows. 

1.  Binaries,  where  the  atoms  are  directly  united.  Examples  are  given 
by  the  compounds  of  a  positive  (basic)  element  with  oxygen  (Na20,  Cat), 
COa),  called  oxide*  :  those  with  sulphur,  chlorine,  bromine,  iodine,  etc., 
called  sulphides,  chlorides,  etc.  Binary  compounds  of  a  negative  element 
with  hydrogen  (as  HC1,  IIBr)  form  acids. 

2.  ternaries,  where  the  atoms  are  united  by  means  of  a  third  atom,  as 
oxygen,  sulphur,  etc.,  as  CaS04,  Mg2Si04,  etc. 

Among  minerals  there  are  three  classes  of  compounds :  (1)  The  Native 
Elements  ;  (2)  Binary  compounds,  including  the  sulphides,  oxides,  chloridex, 
iodides,  fluorides  ;  (3)  Ternary  compounds,  including  sulph^arsenites,  etc., 
hydrates  (hydrated  oxides),  silicates,  mostly  salts  of  the  acids  H4Si04  and 
H2Si08,  tantalates,  columbates,  phosphates,  arsenates,  sulphates,  chromates, 
carbonates,  etc.  The  full  enumeration  of  these  compounds,  with  their  gen- 
eral chemical  formulas,  are  given  in  the  synopsis  which  precedes  the 
Descriptive  Mineralogy. 

The  position  of  water  in  the  composition  of  minerals. — Many  minerals 
lose  water,  especially  upon  the  application  of  heat.  With  some  of  these  it 
is  given  off  upon  mere  exposure  to  dry  air  at  ordinary  temperature,  and 
such  crystals  are  said  to  effloresce  ;  others  lose  water  when  they  are  placed 
in  a  desiccator  over  sulphuric  acid,  or  when  they  are  subjected  to  a  slightly 
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elevated  temperature ;  with  others,  again,  a  greater  heat  is  required ;  and 
with  a  few  silicates  water  is  yielded  only  upon  long  continued  heating  at  a 
very  high  temperature.  It  is  evidently  possible  that  eitlier,  (1)  the  mineral 
contains  water  as  such,  or  (2)  the  water  is  formed  by  the  process  of  decom- 
position caused  by  the  application  of  heat.  In  the  cases  first  mentioned, 
where  water  is  readily  given  off,  it  is  believed  that  the  water  actually  exists 
as  such  in  the  compound.  It  is  found  that  many  salts  take  up  water  when 
they  crystallize,  and  in  some  cases  the  amount  of  water  depends  upon  the 
temperature  at  which  the  salt  is  formed ;  this  water  is  called  water  of 
crystallisation.  For  example:  manganous  sulphate  has  three  definite 
amounts  of  this  water  of  crystallization,  according  to  the  temperature  at 
which  it  has  been  formed.  When  crystallized  below  7°,  its  composition  is 
MnS04  +  7H20;  between  7°  and  20°,  MnS04  +  5H80;  and  between  20? 
Mid  80°,  MnS04 +411,0. 

In  those  cases  where  a  verv  high  temperature  is  required  to  make  a  loss 
of  water,  it  is  quite  certain  the  water  has  no  place  as  such  in  the  original 
constitution,  but,  on  the  contrary,  that  the  mineral  contains  basic  hydrogen, 
replacing  the  other  basic  elements.  In  some  cases,  where  part  of  the  water 
is  yielded  at  a  low  and  the  rest  at  a  very  hi<jh  temperature,  this  shows  that 
a  difference  exists  in  regard  to  the  part  wliich  the  water  plays  in  the  two 
cases  ;  for  example,  crystallized  sodium  phosphate  yields  readily  24  equiva- 
lents of  water,  while  the  remaining  1  molecule  is  given  off  only  at  a  tem- 
perature between  300°  and  400° ;  from  this  it  is  concluded  that  in  the 
latter  case  the  elements  forming  the  water  exist  actually  in  the  salt,  and 
tliat  ite  composition  is : 

.     H2Na4Pa08  +  24aq. 

The  part  played  by  the  water  in  the  silicates  is  in  most  cases  still  unde- 
cided, though  in  many  species  the  hydrogen  is  undoubtedly  basic.  The 
latter  is  doubtless  true  of  many  of  the  so-called  hydrous  silicates.  The  views 
commonly  held  in  regard  to  them  will  be  gathered  from  the  descriptive  part 
of  this  work. 

Chemical  formulas  for  minerals. — A  chemical  formula  expresses  the 
relative  amounts  of  the  different  elements  present  in  the  compound,  in 
terms  of  their  atomic  weights — or,  in  other  words,  more  strictly  the  number 
of  atoms  of  each  element  in  a  given  molecule  with  or  without  tne  expression 
of  their  probable  grouping. 

Empirical  fonnulaa  simply  state  in  the  briefest  form  the  result  of  the 
analysis,  giving  the  number  or  atoms  of  each  element  present  without  any 
theoretical  considerations.  For  example,  the  empirical  formula  of  epidote 
is  Si^CXHAe. 

The  object  of  the  rational  formulas  is  to  express  not  only  the  number  of 
atoms  of  each  element  present,  but  also  their  probable  method  of  grouping, 
and  relation  to  each  other,  in  the  molecule.  These  are  called  typical  for- 
mtilas  when  the  attempt  is  made  to  arrange  the  atoms  in  accordance  with  the 
type  of  water,  or  some  other  type. 

In  the  rational  formulas  of  the  old  chemistry  the  oxygen  (or  sulphur) 
was  apportioned  to  the  several  elements,  according  to  their  combining 
power,  and  the  basic  and  acid  oxides,  or  sulphides,  thus  obtained  were  writ- 
ten consecutively.    For  example,  the  formula  of  wollastonite  (calcium  sili- 
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cate),  according  to  the  old  dnalistic  method,  was  written  CaO,  Si02,  and 
of  anhydrite  (calcium  sulphate),  CaO,  S08.  The  principles  of  the  new 
chemistry  have  set  aside  these  rational  formulas ;  but  as  others  consistent 
with  the  new  principles  now  adopted  have  not  in  all  cases  been  accepted, 
it  is  customary  to  give  the  formulas  of  minerals  empirically.  For  those 
above  the  empirical  formulas  are  CaSi08  and  0aSO4. 

Relation  between  the  old  and  new  systems. — The  points  of  difference 
between  the  old  and  new  chemistry  have  already  been  hinted  at.     The 

Principal  changes  which  have  been  introduced  by  the  latter  are  :  (1)  The 
oubling  of  all  the  atomic  weights,  except  those  of  the  monad  elements, 
and  also  of  bismuth,  arsenic,  antimony,  nitrogen,  phosphorus,  and  boron, 
whose  oxides  are  now  written  Bi2Os,  instead  of  Bi08,  etc.  Corresponding 
to  this  change,  binary  compounds  involving  the  monad  elements  are  writ- 
ten :  II20  instead  of  110,  Ns^O  for  NaO,  Na^S,  etc.,  also  CaCl2  instead  CaCI, 
SiF4  instead  of  SiF2,  and  so  on.  (2)  The  method  of  viewing  the  composi- 
tion of  ternary  compounds — these  being  now  regarded  not  as  compounds 
of  an  oxide  and  a  so-called  acid,  but  as  compounds  for  the  most  part  of 
the  several  elements  concerned,  and  hence  a  metal  in  a  compound  is 
believed  to  be  replaced  by  another  metal,  not  one  oxide  by  another.  Hence 
we  say  calcium  carbonate,  or  carbonate  of  calcium  instead  of  carbonate  of 
lime,  and  write  the  formula  CaC08,  not  CaO,  COa ;  and  so  in  the  other 
cases. 

Replacing  power  of  the  different  elements. — It  has  been  mentioned 
that  the  replacing  power  of  the  elements  is  in  proportion  to  their  combining 
power,  that  is,  to  their  quantivalence.  For  example,  one  atom  of  Mg  or 
of  Ba  may  replace  one  atom  of  Ca,  all  beijig  dyads  ;  but  two  atoms  of  Na 
(monad)  are  required  to  replace  one  of  Ca ;  similarly  three  dyad  atoms  are 
equivalent,  or  may  replace,  one  hexad  atom,  thus,  3Ca  =  [Al2]. 

The  relation  of  the  different  oxides  may  be  understood  from  the  follow- 
ing scheme,  in  which  the  above  principle  is  made  use  of.  The  line  A 
below  contains  the  different  kinds  of  oxides.  B  the  same  divided  each  by 
its  number  of  atoms  of  oxygen  (that  is,  severally,  for  the  successive  terms, 
by  1,  3,  2,  5,  3,  7,  4),  by  which  division  they  are  reduced  to  the  protoxide 
form.     C  the  basic  elements  alone : 


A 

RO 

R*0* 

RO8 

R'O5 

RO» 

R*0' 

RCV 

B 

RO 

R»0 

R*0 

R*0 

R*0 

R*0 

R*0 

C 

R 

R» 

R* 

R» 

R* 

■& 

Ri 

According  to  the  above  law  the  R,  R#,  R*,  etc.,  in  the  last  line,  are  mutu- 
ally replaceable,  1  for  1,  though  varying  in  atomic  weight  from  1  to  J. 
They  represent  different  states  in  which  elements  may  exist,  and  have,  to  a 
certain  extent,  independent  element-like  relations.  In  some  cases,  as  in 
iron,  four  of  these  states  are  represented  in  a  single  element,  the  compounds 
(I)  FeO,  FeS,  (2)  Fe203,  (3)  FeS2,  (4)  FeO8,  containing  this  metal  in  four 
states  Fe,  Fe«,  Fe*,  Fe*. 

The  use  of  the  fractions  can  be  avoided  by  multiplying,  instead  of  divid- 
ing, thus,  Fe*  of  Fe'O3  replaces  Fe  of  FeO,  we  might  have  said,  2Fe  of 
Fe*G*  replaces  3Fe  of  FeO  (Fe203,  Fe80»),  and  so  for  the  others. 

These  different  states  of  the  elements  are  best  designated  in  the  symbols 
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by  the  Greek  letters  a,  £,  etc.,  thus  avoiding  all  confusion.    The  above 
lines  A,  B,  C  then  become 


A 

aRO 

3/8RO 

27RO 

B 

aRO 

/SRO 

7RO 

C 

aR 

/SR 

7R 

5SRO 

3<rRO 

7£RO 

4»?RO 

SRO 

«RO 

£RO 

17RO 

SR 

eR 

rR 

17R 

By  means  of  this  system  all  the  different  oxides  may  be  reduced  to  the 
common  protoxide  form,  and  thus  the  true  relations  of  the  silicates  may  be 
clearly  expressed.  This  is  exhibited  in  the  formulas  for  the  silicates  given 
in  Dana's  System  of  Mineralogy  (1868). 

Calculation  of  a  formula  from  an  analysis. — The  result  of  an  analysis 
gives  the  proportions,  in  a  hundred  parts  of  the  mineral,  of  either  the  ele- 
ments themselves,  or  of  their  oxides  or  other  compounds  obtained  in  the 
chemical  analysis.  In  order  to  obtain  the  atomic  proportions  of  the  ele- 
ments :  Divide  the  percentages  of,  the  elements  by  the  respective  atomic 
weights  ;  or,  for  those  of  the  oxides :  Divide  the  percentage  amounts  of 
each  by  their  molecular  weights  ;  then,  find  the  simplest  ratio  in  whole 
numbers  for  the  numbers  thus  obtained. 

Examples. — A.n  analysis  of  bournonite  from  Meiseberg  gave  Rammels- 
berg :  Lead  (Pb)  42*88,  copper  (On)  13-06,  antimony  (Sb)  2434,  and  sul- 
phur (S)  19*76  =  100*04.  Dividing  each  amount  by  its  atomic  weight  we 
obtain : 

&'-«.  g?-*»*  *£-*»  *??=«* 

The  atomic  ratio  is  hence :— Pb  :  Cu  :  Sb  :  S  =  -207  :  -206  :  -217  :  '6175 ; 
that  is,  1-005  :  1  :  1-053  :  2-998,  or  in  whole  numbers,  1:1:1:3.  .The 
empirical  formula  is  consequently  CuPbSbS8. 

An  analysis  of  epidote  from  Untersulzbach  gave  Ludwig : 

Si02        MOs        Fe03        FeO        CaO        IIaO 

37-83       22-63        1502        0-93        2327       205  =  101-73. 

From  the  results  of  the  analysis  given  in  this  form,  the  percentage 
amount  of  each  element  may  be  calculated  in  the  usual  way  ;  we  obtain : 
Si  17-65,  M  12-06,  Pe  10-51,  FeO  072,  Ca  16*62,  H  0.23,  O  4364.  The 
number  of  atoma  of  each  element  may  be  calculated  from  the  last  given 

percentages  by  dividing  each  by  the  atomic  weight,  that  is  =  -630 

12*06 
for  Si,  =  0-22  for  Al  (=  Al2),  etc.  Or,  the  percentage  amounts  of  each 

oxide  may  be  divided  by  its  molecular  weight,  and  the  result  will  be  the  same ; 

37*83 
for  SiO„  the  molecular  weight  is  60  (28+2x16),  hence,  -^7-  =  '630  as 

22*63 
before ;  also  for  Al,  103  (=  2  x  27*5  +  3x16),  and  -jgg-  =  0*22,  etc.      The 

atomic  proportions  thus  obtained  are : 
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Si 
0-630 

M           ¥e 

0-220        0094 

V                                                           J 

Fe           Ca 
0-013        0-415 

V                                                                1 

H 

0-230 

2-2 
2 

0 

2-727,  or  simply 

6 
6 

T 

•314 
2-99 
3 

0-428 

407 

4 

25-79,    or  again, 
26. 

The  empirical  formula  is  consequently  SieArl8Ca4H2Oa6.  As  in  the  above 
case,  it  is  necessary,  when  very  small  quantities  only  of  certain  elements 
are  present,  to  neglect  them  in  the  final  formula,  reckoning  them  in  with 
the  elements  which  they  replace,  that  is,  with  those  of  the  same  quantiva- 
lence.  The  degree  of  correspondence  between  the  analysis  and  the  formula 
deduced,  if  the  latter  is  correctly  assumed,  depends  entirely  upon  the  accuracy 
of  the  former. 

Quantivalent  Ratio. — In  the  chemical  constitution  of  most  minerals 
there  exists  a  strong  distinction  between  the  basic  and  acidic  elements,  and 
this  relation,  in  the  case  of  substances  of  complex  character,  is  often  fixed 
when  otherwise  the  composition  is  exceedingly  varied.  In  the  dnalistic 
formulas  of  the  old  chemistry  this  relation  was  expressed  in  the  "  oocygen- 
ratio"  which  gave  the  ratio  between  the  number  of  oxygen  atoms  belong- 
ing respectively  to  the  bases,  protoxide  and  sesquioxide,  and  to  the  acid. 
The  expression,  "oxygen-ratio,"  is  not  in  harmony  with  the  present  method 
of  viewing  chemical  compounds,  and  the  term  has  consequently  been,  to 
some  extent,  abandoned  ;  the  same  relation,  however,  between  the  different 
classes  of  elements  still  exists,  but  the  ratio  must  be  regarded  as  that  exist- 
ing between  the  total  quanti valences  of  each  group  of  elements,  and  hence 
may  be  called  the  Quanti valent  Ratio.* 

The  old  formula  for  all  the  members  of  the  garnet  family  is  3lt,  3ft,  3Si 
=  3RO,  HOg,  3Si02,  and  the  oxygen  ratio  for  R  :  ft  :  Si  =  1  :  1  :  2,  or  for 
bases  to  silica,  1  :  1.  Here  R  may  be  either  0a,  Mg,  Fe,  Sin,  or  Or,  and  fi 
either  Al,  Fe,  Or.  This  formula,  however,  written  according  to  the  new 
system  (the  quantivalence  being  expressed  by  Roman  numerals  over  the 
symbols),  is: 

ii  vi  iv  ii  n  vi 

RsftSiOu ;  or  R^O^Si, 

to  indicate  that  the  oxygen  is  regarded  as  all  linking  oxygen.  The  ratio 
of  the  total  quantivalences  for  each  class  of  elements,  dyads  and  hexads 
(basic),  and  the  tetrad  silicon  (acidic),  is: — 3  xll :  VI :  3  xIV,  or,  Q.  ratio 
for  R  :  ft  :  Sif  =  6  :  6  :  12,  that  is,  1  :  1  :  2. 

The  same  ratio  for  (R4-R) :  Si  =  1  :  1,  both  of  which  are  identical  with 
the  previously  given  oxygen  ratio. 

*  This  relation  was  brought  out  by  Prof.  Dana  in  1867  (Am.  J.  Sci.,  xliv.,  89,  252,  398). 
and  it  forms  the  basis  of  all  the  formulas,  according  to  the  new  system,  in  Dana's  System  of 
Mineralogy,  1868.  Prof.  Cooke  has  discussed  the  same  subject  (Am.  J.  Sci.,  II.,  xlvii.,  886. 
1869),  he  calls  the  ratio,  the  Atomic  Ratio  ;  the  latter  term,  however,  is  generally  used  in  a 
different  sense,  hence  the  expression  Quantivalent  Ratio  employed  here. 

f  Throughout  this  work  the  letter  R,  unless  otherwise  indicated,  represents  a  bivalent 
metal,  and  ft  either  Fe.  Al,  €r,  Mn,  where  the  quantivalence  of  the  double  atom  is  ux.  In 
a  few  cases,  to  indicate  further  relations,  the  sign  of  the  quantivalenoe  is  sometimes  employed. 
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Thus  the  oxygen  ratio  of  the  old  system  becomes  the  quantivalent  ratio 
of  the  new,  "  a  term,  too,  which  has  a  wider  meaning  and  bearing  than  that 
which  it  replaces."  This  principle  of  the  ratio  between  the  total  quanti- 
valenees  is  an  important  one,  and  fundamental  in  the  character  of  chemical 
compounds.  This  is  well  shown  in  the  example  here  given,  where,  for  a 
family  of  minerals  of  so  varied  composition  as  the  garnets,  it  remains  con- 
stant in  all  varieties.  Its  importance  is  even  more  marked  in  the  many 
silicates  where  ft  replaces  3R  (as  in  spodumene  in  the  pyroxene  family). 

The  quantivalent  ratio  is  obtained  by  multiplying  the  quantivalence  of 
each  class  of  elements  present  by  their  number  of  atoms ;  or  by  dividing 
the  percentage  amount  or  each  element  by  the  atomic  weight  and  multiply 
by  its  quantivalence.  When  the  basic  or  acid  oxides  are  given,  divide 
the  percentage  amount  of  each  by  the  molecular  weight,  and  multiply  as 
before  by  the  number  expressing  the  quantivalence,  and  the  result  is  the 
total  quantivalence  for  the  given  element. 


Dimorphism.    Isomorphism. 

A  chemical  compound,  which  crystallizes  in  two  forms  genetically  dis- 
tinct, is  said  to  be  dimorphous  ;  if  in  three,  trimorphous,  or  in  general 
pleomorplww.     The  phenomenon  is  called  dimorphism,  or  pleomorphism. 

On  the  other  hand,  chemical  compounds,  which  are  of  dissimilar  though 
analogous  composition,  are  said  to  be  isomorphous  when  their  crystalline 
forms  are  identical,  or  at  least  very  closely  related  (sometimes  called  homoBO- 
inorphous).     This  phenomenon  is  called  isomorphism. 

An  example  of  pleomorphism  is  given  by  the  compound  calcium  carbon- 
ate (CaCOjj),  which  is  triuiorphous :  appearing  as  calcite,  as  aragonite,  and 
as  baryto-calcite.  As  calcite,  it  crystallizes  in  the  rhombohcdral  system, 
and,  unlike  as  its  many  crystalline  furms  are,  they  may  be  all  referred  to 
the  same  fundamental  rhoinbohedron,  and,  what  is  more,  they  have  all  the 
same  cleavage  and  the  same  specific  gravity  (2*7),  and,  of  course,  the  same 
optical  characters.  As  aragonite^  calcium  carbonate  appears  in  orthorhom- 
bic  crystals,  whose  optical  characters  are  entirely  different  from  those  of 
calcite,  as  will  be  understood  from  the  explanations  made  in  the  preceding 
chapter.  Moreover,  the  specific  gravity  of  aragonite  (2*9)  is  higher  than 
that  of  calcite  (2*7).  Again,  as  baryto-ealcite,  calcium  carbonate  crystal- 
lizes in  a  monoclinic  form. 

The  explanation  of  the  phenomenon  of  pleomorphism  in  this  case— and 
an  analogous  explanation  must  answer  for  all  such  cases — is  to  be  found, 
not  as  was  once  proposed  in  a  slight  variation  of  chemical  composition,  but 
in  the  different  conditions  in  which  the  same  compound  has  been  formed. 
Thus  Rose  has  shown  that  the  calcium  carbonate  precipitated  from  a  solu- 
tion by  the  alkaline  carbonates  in  the  cold  has  the  form  of  calcite,  whereas, 
if  the  precipitation  takes  place  at  a  temperature  of  100°  C,  it  takes  the 
form  ot  aragonite.  Moreover,  he  found  that  aragonite  on  heating  fell  to 
powder,  and  though  no  loss  of  weight  took  place,  the  specific  gravity  (2*9) 
became  that  of  calcite  (2#/J). 

Many  other  examples  of  pleomorphism  may  be  given  :  Silica  (SiOa)  is 
trimorphous ;  appearing  as  quartz^  rhombohedral,  G  =  2'6ti ;  as  trulyi/iite, 
12 
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hexagonal,  G  =  2'3 ;  and  as  as?nanite,  orthorhombic,  G  =  2*24.  Titanic 
oxide  (TiOa)  is  also  trimorphous,  the  species  being  called  rutile,  tetragonal 
(c  =  -6442},  G  =  4-25  ;  octahedrite  (c  =  1-778),  G  =  3*9 ;  and  brookite, 
orthorhomuie  or  monoclinic,  G  =  4*15.  Carbon  appeare  in  two  forms,  in 
diamond  and  graphite.  Other  familiar  examples  are  pyrite  and  marcasitc 
(FeS2) ;  acanthite  and  argentite  (Ag2S) ;  sphalerite  and  wiirtzite  (ZnS) ; 
sulphur  natural,  orthorhombic,  if  artificial  and  crystallizing  from  a  molten 
condition,  monoclinic.  The  relation  in  form  of.  the  species  mentioned, 
and  also  of  those  of  other  dimorphous  groups,  will  be  found  in  Part  III., 
Descriptive  Mineralogy. 

Isomorphism  is  well  illustrated  by  the  group  of  rhombohedral  carbonates, 
with  the  general  formula  RCOs.  Ilere  K  may  be  Ca,  Mg,  Fe,  Mn,  or  Zn ; 
or  further,  in  the  same  species,  the  II  may  be  represented  by  both  Ca  and 
Mg  in  varying  proportions,  as  remarked  on  the  following  page,  or  both  Ca 
and  Fe,  etc.     Ihe  group  is  as  follows : 


Calcite. 

Dolomite. 

Magnesite. 

Bhodochroelte. 

Siderite. 

Smithranite. 

CaCO, 

Sg  1 2C0» 

MgCO, 

MiiCO, 

FeCO, 

ZnCOs 

105°  5' 

106°  15' 

107°  29' 

106°  51' 

107°  0' 

107°  4<)'. 

Ankerite  (parankerite),  breunerite,  mesitite,  and  pistomesite  belong  to 
the  same  group.  All  the  above  species  have  an  analogous  composition,  and 
all  crystallize  in  the  rhombohedral  system,  the  angle  of  the  fundamental 
form  varying  somewhat  in  the  different  cases. 

Mitscherlich,  who,  by  a  series  of  experimental  researches,  established  the 
principle  of  isomorphism,  expressed  it  as  follows :  Substances,  which  are 
analogous  cheinical  co?npounds,  have  the  same  crystalline  form,  or  are 

ISOMORPHOUS. 

Some  of  the  more  important  isomorphous  groups  are  mentioned  below, 
for  the  description  of  the  different  species  reference  must  be  made  to 
Part  III. 

Isometric  system. — (1)  The  spinel  group,  having  the  general  formula 
RR04,  including  spinel  MgA104,  magnetite  FeFe04,  chromite  FeOK)4.  also 
franklinite,  gahuite,  etc.  (2)  The  alum  group,  for  example,  potash-alum 
KaAlS40lbH-24aq,  etc.  (3)  The  garnet  group,  having  the  general  formula 
iytSisOu. 

Tetragonal  system. — Rutile  group,  ROa ;  including  rutile  Ti02,  and  cas- 
siterite  SnOa.  The  scheklite  group  ;  including  scheelite  CaW(54,  stolzite 
Pb\V04,  wulfenite  PbM04. 

Hexagorud  system. — Apatite  group  ;  apatite  3CasP208  +  Ca(Cl,  F)^  pyro- 
morphite  3Pb8P208  +  PbCl2,  mimetite  3JPb8As208-f  PbCl2,  and  vanadinite 
3Pb8V208-r-PbCl2.  Corundum  group,  R03;  corundum  A10s,  hematite 
¥eOs.  menaccanite. 

Rhombohedral  system. — Calcite  group,  RC08,  already  mentioned. 

OrthorhomJnc  system. — Aragonite  group,  RCOs;  aragonite  CaCO$r 
witherite  BaCOs,  strontianite  SrCOs,  cerussiterbC08.  Barite  group,  RS04 ; 
barite  BaS04,  celestite  SrS()4,  anhydrite  CaSC^  anglesite  PbS04.  Ohbtso- 
lite  group,  general  formula,  R^SiO^ 
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Monociinw  system. — Copperas  group  •  melanteriteFeS04-f7aq ;  bieberite 
CoS04-i-7aq,  etc.      Pyroxene  group,   RSi08,   etc. 

Monoclinic  and  Tnclinic.     feldspar  group. 

The  above  enumeration  includes  only  the  more  prominent  among  the 
isomorphous  groups.  In  many  other  cases  a  close  relationship  exists  among 
species,  both  m  form  and  composition,  as  brought  out  in  Dana's  System  of 
Mineralogy  (1854),  and  as  also  to  some  extent  exhibited  in  the  grouping  of 
the  species  in  the  descriptive  part  of  this  work. 

(1)  It  will  be  observed  in  the  above  that  a  replacement  of  an  element  in  a 
compound  by  one  or  more  other  elements,  chemically  equivalent,  may  take 
place  without  any  essential  change  of  the  crystalline  form.  Besides  this  a 
part  of  one  element  may  be  similarly  replaced.  This  is  illustrated  in  the 
case  of  the  rhombohedral  carbonates:  calcite  has  the  composition  OaC08,. 
and  magnesite  MgC()3 ;  but  in  dolomite  the  place  of  the  basic  element  is 
taken  by  Ca  and  Mg  in  equal  proportions,  so  that  the  formula  may  be 
written  (£Ca+ £Mg)C03,  or  more  properly  0aMgC2O6.  But  besides  this 
compound  there  are  others  where  the  ratio  of  Ca  to  Mg  is  3  :  2,  also  2  :  1, 
and  3  :  1,  etc.  Further  than  this  the  Ca  or  Mg  may  be  ih  part  replaced  by 
Jfn,  Fe,  or  Zn. 

The  mineral  ankerite  is  one  in  which  Ca,  Mg,  Fe  (Mn),  all  enter,  and  in 
different  proportions.  Boricky  has  6hown  that  the  composition  of  the 
ankerite  group  of  compounds  is  expressed  by  the  formula : — CaCOs  +  FeCOs 
+&(CaMgC206),  where  x  may  be  £, 1,  f ,  J,  |,  2,  3,  4,  5,  10.  This  and  all 
similar  cases  are  examples  of  isoinorpfious  replacement. 

It  is  not  essential  that  the  replacing  elements  in  an  isomorphous  series 
should  have  the  same  quantivalence,  although  this  is  generally  true.  For 
example,  spoduinene  is  isomorphous  with  the  pyroxene  group,  though  in  it 

the  bivalent  element  is  replaced  bv  a  sexivalent  (3R  =  fi).     So,  too,  menac- 

n  iv 
canite  was  included  in  the  corundum  group,  since  here  ER03  is  isomor- 
phous with  ROs.     This  relation  of  the  elements,  which  are  not  equivalent, 
is  brought  out  by  the  method  of  viewing  the  oxides  presented  on  p.  174. 

(2).  Minerals  which  crystallize  in  different  systems  may  yet  be  isomor- 
phous, when  the  difference  between  their  geometrical  form  is  slight ;  this 
is  conspicuously  true  of  the  members  of  the  feldspar  family. 

(3).  Minerals  may  be  closely  related  in  form,  although  there  is  no  ana- 
logy whatever  between  their  chemical  composition ;  many  such  cases  have 
been  noted,  e.g.,  axinite  and  glauberite,  azurite  and  epidote. 

Two  substances  may  be  both  homoeomorphous  and  correspondingly 
dimorphous ;  and  they  are  then  described  as  isodimorphous.  Titanic  oxide 
(Ti02),  and  stannic  oxide  (Sn02),  are  both  dimorphous,  and  they  are  also 
homoeomorphous  severally  in  each  of  the  two  forms.  This  is  an  example 
of  Viodimorphism. 

There  are  also  cases  of  isotrimorphism.  Thus  there  are  the  following 
related  groups ;  the  angle  of  the  rhombohedral  forms  here  given  is  R  :  R ; 
of  the  orthorhombic  and  monoclinic  I :  /(for  baryto-caleite  2-fc  on  2-S): 

BhombdhedrdL  OrthorTwmbic.  Monoclinic, 

BCO,  Calcite,  105°  5'.  Aragonite,  11«°  10'.  Baiytocalcite.  95°  8'. 

ES04  Dreelite,  93°-94°.  Anglesite,  103°  38'.  Glauberite,  83°-83°  20\ 

RS04+nBCO,        Susannite,  94°.  Leadhillite,  103°  16'.  Lanarkite,  84°. 
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Calcite,  aragonite,  and  barytocalcite  form  an  undoubted  case  of  trimor- 
phi.smf  as  has  already  been  shown.  Dreelite,  anglesite,  and  glanberite 
constitute  another  like  series,  and  moreover  it  is  closely  parallel  in  angle 
with  the  former.  In  the  third  line  we  have  the  sulphato-carbonate  susan- 
nite  near  dreelite  in  angle,  leadhillite  (identical  with  susannite  in  composi- 
tion) near  anglesite,  and  lanarkite,  another  sulphato-carbonate,  near  glau- 
berite,  forming  thus  a  third  parallel  line.  The  sulphuric  acid  in  these  sul- 
phato-carbonates  dominates  over  the  carbonic  acid,  and  gives  the  form  of 
the  sulphates  enumerated  in  the  second  line  of  the  table. 

Chemical  Examination,  of  Minerals. 

The  chemical  characters  of  minerals  are  ascertained  (a)  by  the  action  of 
acids  and  other  reagents ;  (b)  by  means  of  the  blowpipe  assisted  by  a  few 
chemical  reagents  ;  (c)  by  chemical  analysis.  The  last  method  is  the  only 
one  by  which  the  exact  chemical  composition  of  a  mineral  can  be  deter- 
mined. It  belongs,  however,  wholly  to  chemistry,  and  it  is  unnecessary  to 
touch  upon  it  here  except  to  call  attention  to  the  remarks  already  made 
(p.  156)  upon  the  essential  importance  of  the  use  of  pure  material  for  analysis. 

The  various  tests  and  reactions  of  the  wet  and  dry  methods  are  important, 
since  they  often  make  it  possible  to  determine  a  mineral  with  very  little 
labor,  and  this  with  the  use  of  the  minimum  amount  of  material. 

a.  Examination  in  the  Wet  Way. 

The  most  common  chemical  reagents  are  the  three  mineral  acids,  hydro- 
chloric, nitric,  and  sulphuric.  In  testing  the  powdered  mineral  with  these 
acids,  the  important  points  to  be  noted  are:  (1)  the  degree  of  solubility, 
and  (2)  the  phenomena  attending  entire  or  partial  solution  ;  that  is,  whether 
a  gas  is  evolved,  producing  e fervescent^  or  a  solution  is  obtained  without 
effervescence,  or  an  insoluble  constituent  "is  separated  out. 

Solubility. — In  testing  the  degree  of  solubility  hydrochloric  acid  is  most 
commonly  used,  though  in  the  case  of  sulphides,  and  compounds  of  lead 
and  silver,  nitric  acid  is  required.  Less  often  sulphuric  acid,  and  aqua 
regia  (nitro-hydrochloric  acid),  are  resorted  to. 

Many  minerals  are  completely  soluble  without  effervescence  :  among  these 
are  some  of  the  oxides,  hematite,  limonite,  gothite,  etc.,  some  sulphates, 
many  phosphates  and  arseniates,  etc. 

Solubility  with  effervescence  takes  place  when  the  mineral  loses  a  gaseous 
ingredient,  or  when  one  is  generated  by  the  mutual  decomposition  of  acid 
and  mineral.  Most  conspicuous  here  are  the  carbonate*,  all  of  which  dissolve 
with  effervescence,  giving  off  carbonic  acid  (properly  carbon  dioxide,  COa), 
though  some  of  them  only  when  pulverized,  or  again,  on  the  addition  of 
heat.  In  applying  this  test  dilute  hydrochloric  acid  is  employed.  Sul- 
phuretted hydrogen  (H2S)  is  evolved  by  some  sulphides,  when  dissolved  in 
hydrochloric  acid:  this  is  true  of  sphalerite,  stibnite,  greenockite,  etc 
Chlorine  is  evolved  by  oxides  of  manganese  and  also  chromic  and  vanadic 
acid  salts,  when  dissolved  in  hydrochloric  acid.  Nitric  peroxide  is  given 
off  by  many  metallic  minerals,  and  also  some  of  the  lower  oxides  (cuprite, 
etc.),  when  treated  with  nitric  acid. 
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The  separation  of  an  insolvble  ingredient  takes  place :  With  many  sili- 
cates, the  silica  separating  sometimes  as  a  fine  powder,  and  again  as  a  jelly  ; 
in  the  latter  case  the  mineral  is  said  to  gelatinize  (sodalite,  analcite).  In 
order  to  test  this  point  the  finely  pulverized  silicate  is  digested  with  strong 
hydrochloric  acid,  and  the  solution  afterward  slowly  evaporated  nearly  to 
dryness.  With  a  considerable  number  of  silicates  the  gelatinization  takes 
place  only  after  ignition  ;  while  others,  which  ordinarily  gelatinize,  are 
rendered  insoluble  by  ignition. 

With  many  sulphides  a  separation  of  sulphur  takes  place  when  they  are 
treated  with  nitric  acid.  Compounds  of  titanic  and  tungstic  acids  are 
decomposed  by  hydrochloric  acid  with  the  separation  of  the  oxides  named. 
The  same  is  true  of  salts  of  molybdic  and  vanadic  acids,  only  that  here  the 
oxides  are  soluble  in  an  excess  of  the  acid. 

Compounds  containing  silver,  lead,  and  mercury  give  with  hydrochloric 
acid  insoluble  residues  of  the  chlorides.  These  compounds  are,  however, 
soluble  in  nitric  acid. 

When  compounds  containing  tin  are  treated  with  nitric  acid,  the  stannic 
oxide  separates  as  a  white  powder.  A  corresponding  reaction  takes  place 
under  similar  circumstances  with  minerals  containing  arsenic  and  antimony. 

Insoluble  minerals. — A  large  number  of  minerals-  are  not  sensibly 
attacked  by  any  of  the  acids.  Among  these  may  be  named  the  following 
oxides:  corundum,  spinel,  chromite,  diaspore,  rutile,  cassiterite,  quartz; 
also  eerargyrite  ;  many  silicates,  titanates,  tantalates,  atid  columbates  ;  also 
the  sulphates  (barite,  celestite,  anglesite);  many  phosphates  (xenotime, 
lazulite,  childrenite,  amblygonite),  and  the  borate,  boracite. 


b.  Examination  of  Minerals  by  means  of  the  Blowpipe. 

Blowpipe. — The  simplest  form  of  the  blowpipe  is  a  tapering  tube  of 
brass  (f.  413, 1),  with  a  minute  aperture  at  the 
extremity.  A  chamber  is  advantageously 
added  (f.  413,  2)  at  o,  to  receive  the  condensed 
moisture,  and  an  ivory  mouth-piece  is  often 
very  convenient.  In  the  better  forms  of  the 
instrument  (see  f.  413,  3),  the  tip  is  made  of 
solid  platinum  (f),  which  admits  of  being 
readily  cleaned  when  necessary.  Operations 
with  the  blowpipe  often  require  an  uninter- 
mitted  heat  for  a  considerable  length  of  time, 
and  always  longer  than  a  single  breath  of  the 
operator.  It  is  therefore  requisite  that  breath- 
ing and  blowing  should  go  on  together.  This 
may  be  difficult  at  first,  but  the  necessary  skill 
or  tact  is  soon  acquired. 

Blowpipe-flame. — The  best  and  most  con- 
venient source  of  heat  for  blowpipe  purposes 
is  ordinary  illuminating  gas.  The  burner  is  a 
simple  tube,  flattened  at  the  top,  and  cut  off  a 
little  obliquely  ;  it  thus  furnishes  a  flame  of  convenient  shape.    A  similar 
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}'et  may  also  be  used  in  conjunction  with  the  ordinary  Bunsen  burner,  it 
>eing  so  made  as  to  slip  down  within  the  outer  tube,  and  cut  off  the  supply 
of  air,  thus  giving  a  luminous  flame.  The  gas  flame  required  need  not  be 
more  than  an  inch  and  a  half  in  height.  In  place  of  the  gas,  a  lamp  fed 
with  olive  oil  will  answer,  or  even  a  good  caudle. 

The  jet  of  the  blowpipe  is  brought  close  to  the  gas  flame  on  the  higher 
side  of  the  obliquely  terminated  burner.  The  arm  of  the  blowpipe  is 
inclined  a  little  downward,  and  the  blast  of  air  produces  an  oblique  conical 
flame  of  intense  heat.  This  blowpipe  flame  consists  of  two  cones :  an  inner 
of  a  blue  color,  and  an  outer  coue  which  is  yellow.  The  heat  is  most 
intense  just  beyond  the  extremity  of  the  blue  flame,  and  the  mineral  is  held 
at  this  point  when  its  fusibility  is  to  be  tested. 

The  inner  flame  is  called  the  seducing  flame  (R.F.)  ;  it  is  characterized 
by  the  excess  of  the  carbon  or  hydrocarbons  of  the  gas,  which  at  the  high 
temperature  present  tend  to  combine  wTith  the  oxygen  of  the  mineral 
brought  into  it,  or  in  other  words,  to  reduce  it.  The  be6t  reducing  flame 
is  produced  when  the  blowpipe  is  held  a  little  distance  from  the  gas  flame; 
it  should  retain  the  yellow  color  of  the  latter. 

The  outer  cone  is  called  the  oxidizing  flame  (O.F.) ;  it  is  characterized 
by  the  excess  of  the  oxyeen  of  the  air  over  the  carbon  of  the  gas  to  be  com- 
bined with  it,  and  has  neuce  an  oxidising  effect  upon  the  assay.  This 
flame  is  best  produced  when  the  jet  of  the  bluwpipe  is  inserted  a  very  little 
in  the  gas  flame ;  it  should  be  entirely  non-luminous. 

Supports. — Of  other  apparatus  required,  the  most  essential  articles  are 
those  which  serve  to  support  the  mineral  in  the  flame ;  these  supports  are : 
(1)  charcoal,  (2)  platinum  forceps,  (3)  platinum  wire,  and  (4)  glass  tubes. 

(1)  Charcoal  is  especially  useful  as  a  support  in  the  case  of  the  examina- 
tion of  metallic  minerals,  where  a  reduction  is  desired.  It  must  not  crack 
when  heated,  and  should  not  yield  any  considerable  amount  of  ash  on  com- 
bustion ;  that  made  from  soft  wood  (pine  or  willow)  i6  the  best.  Pieces  of 
convenient  size  for  holding  in  the  hand  are  employed  ;  they  should  have  a 
smooth  surface,  and  a  small  cavity  should  be  in  it  made  for  the  mineral. 

(2)  A  convenient  kind  of  platinum  forceps  is  represented  in  f .  414  ;  it 
is  made  of  steel  with  platinum  points.     These  open  by  means  of  the  pins 

414 


pp  ;  other  forms  open  by  the  spring  of  the  wire  in  the  handle.  Care  must 
be  taken  not  to  heat  any  substance  (e.g.,  metallic)  in  the  forceps,  which  when 
fused  might  injure  the  platinum. 

(3)  Platinum  wire  is  employed  with  the  use  of  fluxes,  as  described  in 
anotner  place. 

(4)  The  glass  tvbes  required  are  of  two  kinds  :  closed  tubes,  having  only 
one  open  end,  about  four  inches  long;  and  open  tubes,  having  both  ends 
open,  four  to  six  inches  in  length.  JBoth  kinds  can  be  easily  made  by  the 
student  from  ordinary  tubing  (best  of  rather  hard  glass),  having  a  bore  of 
J  to  i  of  an  inch. 
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In  the  way  of  additional  apparatus,  the  following  articles  are  useful ;  they 
need  no  special  description  :  hammer,  small  anvil,  three-cornered  file,  mag- 
net, pliers,  pocket-lens,  and  a  small  mortar,  as  also  a  few  of  the  test-tubes, 
etc.,  used  in  the  laboratory. 

Chemical  reagents, — The  commonest  reagents  employed  are  the  fluxes, 
viz.,  soda  (sodium  carbonate) ;  salt  of  phosphorus  (sodium-ammonium 
phosphate) ;  and  borax  (sodium  biborate).  The  method  of  using  them  is 
spoken  of  on  p.  1S6. 

Nitrate  of  cobalt  in  solution  is  also  employed.  It  is  conveniently  kept 
in  a  small  bulb  from  which  a  drop  or  two  may  be  obtained  as  it  is  needed. 
This  is  used  principally  as  a  test  for  aluminum  or  magnesium  with  infusible 
minerals,  as  remarked  beyond.  The  fragment  of  the  mineral  held  in  the 
forceps  is  first  ignited  in  the  blowpipe  name,  a  drop  of  the  cobalt  solution 
is  placed  on  it,  and  then  it  is  heated  again  ;  the  presence  of  either  constitu- 
ent named  is  manifested  by  the  color  assumed  by  the  ignited  mineral.  It 
is  also  used  as  a  test  for  zinc.  Potassium  bisulphate  and  calcium  fluoride 
(fluorite)  in  powder,  metallic  magnesium  (foil  or  wire),  and  tin  foil,  are 
other  reagents,  the  use  of  which  is  explained  later.  Test-papers  are  also 
needed,  viz.,  blue  litmus  paper,  and  turmeric  paper. 

The  wet  reagents  required  are :  the  ordinary  acids,  and  most  important 
of  these  hydrochloric  acid,  generally  diluted  one-half  for  use,  and  also 
barium  chloride,  silver  nitrate,  ammonium  molybdate. 

The  blowpipe  investigation  of  minerals  includes  their  examination,  (1)  in 
the  platinum-pointed  forceps,  (2)  in  the  closed  tube,  (3)  in  the  open  tube, 
(4)  on  charcoal,  and  (5)  with  the  fluxes. 

(1)  Ecamination  in  the  forceps. — The  most  important  use  of  the  plati- 
num-pointed forceps  is  to  hol^  the  fragment  of  the  mineral  while  its  fusi- 
bility is  tested. 

The  following  practical  points  must  be  regarded :  (1)  Metallic  minerals,  which  when  fused 
may  injure  the  platinum,  should  be  examined  on  charcoal ;  (2)  the  fragment  taken  should  be 
thin,  and  as  small  as  can  conveniently  be  held ;  (3)  when  decrepitation  takes  place,  the  heat 
must  be  applied  slowly,  or,  if  this  does  not  prevent  it,  the  mineral  may  be  powdered  and  a 
paste  made  with  water,  thick  enough  to  be  held  in  the  forceps  or  on  the  platinum  wire  ;  or 
the  paste  may,  with  the  same  end  in  view,  be  heated  on  charcoal ;  (4)  the  fragment  whose 
fusibility  is  to  be  tested  must  be  held  in  the  hottest  part  of  the  flame,  just  beyond  the 
extremity  of  the  blue  cone. 

In  connection  with  the  trial  of  fusibility,  the  following  phenomena  may 
be  observed  :  (a)  a  coloration  of  the  flame ;  (b)  a  swelling  up  (stilbite),  or 
an  exfoliation  of  the  mineral  (vermiculite) ;  or  (a)  a  glowing  without  fusion 
(calcite) ;  and  (d)  an  intumescence,  or  a  spirting  out  of  the  mass  as  it  fuses 
(scapolite).  The  color  of  the  mineral  after  ignition  is  to  be  noted  ;  and  the 
nature  of  the  fused  mass  is  also  to  be  observed,  whether  a  clear  or  blebby 
glass  is  obtained,  or  a  black  slag,  or  whether  magnetic  or  not,  etc. 

The  ignited  fragment,  if  nearly  or  quite  infusible,  may  be  moistened 
with  the  cobalt  solution  and  again  ignited  (see  above) ;  also,  if  not  too 
fusible,  it  may,  after  treatment  in  the  forceps,  be  placed  upon  a  strip  of 
moistened  turmeric  paper,  in  which  case  an  alkaline  reaction  shows  the 
presence  of  the  alkaline  earths. 

Fusibility. — All  grades  of  fusibility  exist  among  minerals,  from  those 
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which  fuse  in  large  fragments  in  the  flame  of  the  candle  (stibnite,  see 
below),  to  those  which  fuse  only  on  the  thinnest  edges  in  the  hottest  blow- 
pipe flame  (bronzite) ;  and  still  again  there  are  a  considerable  number 
which  are  entirely  infusible  (e.g.,  corundnm). 

The  following  scale  of  fusibility,  proposed  by  von  Kobell,  is  made  use 
of:  1,  stibnite  ;  2,  natrolite  ;  3,  almandine  garnet ;  4,  actinolite  ;  5,  ortho- 
clase ;  6,  bronzite. 

A  little  practice  with  these  minerals  will  show  the  student  what  degree 
of  fusibility  is  expressed  by  each  number,  and  render  him  quite  independent 
of  the  table;  he  will  thus  be  able  also  to  judge  of  his  power  to  produce  a 
hot  flame  by  the  blowpipe,  which  requires  practice. 

Flame  coloration. — W  hen  coloration  is  produced  it  is  seqn  on  the  exterior 
portion  of  the  flame,  and  is  best  observed  wlien  shielded  from  the  direct  light. 

The  presence  of  soda,  even  in  small  quantities,  produces  a  yellow  flame,  which  (except  in 
the  spectroscope)  more  or  less  completely  masks  the  coloration  of  the  flame  due  to  other  sub- 
stances ;  phosphates  and  borates  give  the  green  flame  in  general  best  when  they  have  been 
pulverized  and  moistened  with  sulphuric  acid ;  moistening  with  hydrochloric  acid  makes  the 
coloration  in  many  cases  (barium,  strontium)  more  distinct. 

The  colors  which  may  be  produced,  and  the  substances  to  whose  presence 
they  are  due,  are  as  follows:  (1)  yellow,  sodium;  (2)  violet,  potassium  ; 

(3)  purple-red,  lithium;  red,  strontium;  yellowish-red,  calcium  (lime); 

(4)  yellowish-green,  barium,  molybdenum  ;  emerald-green,  copper;  bluish- 
green,  phosphorus  (phosphates) ;  yellowish-green,  boron  (borates) ;  (5)  blue, 
azure-blue,  copper  chloride ;  light-blue,  arsenic  ;  greenish -blue,  antimony. 

(2)  Heating  in  the  closed  tube. — The  closed  tube  is  employed  to  show 
the  effect  of  heating  the  mineral  out  of  contact  with  the  air.  A  small  frag- 
ment is  taken,  or  sometimes  the  powdered  mineral  is  inserted,  though  in 
this  case  with  care  not  to  soil  the  sides  of  the  tube.  The  phenomena  which 
may  be  observed  are  as  follows  :  decrepitation,  as  shown  by  fluorite,  calcite, 
etc. ;  glowing,  as  exhibited  by  gadolinite ;  phosphorescence,  of  which  fluorite 
is  an  example  ;  change  of  color  (limomte),  and  liere  the  color  of  the  mineral 
should  be  noted  both  when  hot,  and  again  after  cooling ;  fusion  ;  giving  off 
oxygen,  as  mercuric  oxide ;  yielding  water  at  a  low  or  high  temperature, 
which  is  true  of  all  hydrous  minerals ;  yielding  acid  or  alkaline  vapors, 
which  should  be  tested  bv  inserting  a  strip  of  moistened  litmus  or  turmeric 
paper  in  the  tube ;  yielding  a  sublimate,  which  condenses  in  the  cold  part 
of  the  tube. 

Of  the  sublimates  which  form  in  the  tube,  the  following  are  those  with 
which  it  is  most  important  to  be  familiar :  Sublimate  yellow,  sulphur  : 
dark  brown-red  when  hot,  and  red  or  reddish-yellow  when  cold,  arsenic 
sulphide;  brilliant  black,  arsenic  (also  giving  off  a  garlic  odor);  black 
when  hot,  brown-red  when  cold,  formed  near  the  mineral  by  strong  heating, 
antimony  oxysulphide  ;  dark-red,  selenium  (also  giving  the  odor  of  decay- 
ing horseradish) ;  sublimate  consisting  of  small  drops  with  metallic  lustre, 
tellurium  ;  sublimate  gray,  made  up  of  minute  metallic  globules,  mercury  ; 
sublimate  black,  lustreless,  red  when  rubbed,  mercury  sulphide. 

(3)  Heating  in  the  open  tube. — The  small  fragment  is  placed  in  the  tube 
about  an  inch  from  the  lower  end,  the  tube  being  inclined  sufficiently  to 
prevent  the  mineral  from  slipping  out     The  current  of  air,  passing  through 
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the  tube  daring  the  heating  process,  has  an  oxidizing  effect.  The  special 
phenomena  to  be  observed  are  the  formation  of  a  sublimate  and  the  odor 
of  the  escaping  gases.  The  acid  or  alkaline  character  of  the  vapors  are 
tested  in  the  same  way  as  with  the  closed  tube.  Fluorides,  when  heated  in 
the  open  tube  with  previously  fnsed  salt  of  phosphorus,  yield  hydrofluoric 
acid,  which  gives  an  acid  reaction  with  test-paper,  has  a  peculiar  pungent 
odor,  and  corrodes  the  glass. 

The  sublimates  which  may  be  formed,  as  far  as  they  differ  from  those 
already  mentioned,  as  obtained  in  the  closed  tube,  are  as  follows :  Subli- 
mate, white  and  crystalline,  volatile,  arsenous  oxide  ;  white,  near  the  min- 
eral crystalline,  fusible  to  minute  drops,  yellowish  when  hot,  nearly  color- 
less when  cold,  molybdic  oxide ;  sublimate  white,  yielding  dense  white 
fumes,  at  first  mostly  volatile,  forming  on  the  upper  side  of  the  tube,  and 
afterward  generally  non-volatile  on  the  under  side  of  the  tube,  antimonous 
and  antimonic  oxides;  sublimate  dark  brown  when  hot,  lemon-yellow 
when  cold,  fusible,  bismuth  oxide;  sublimate  gray,  fusible  to  colorless 
drops,  tellurous  oxide;  sublimate  steel-gray,  the  upper  edge  appearing  red, 
selenium;  sublimate  bright  metallic,  mercury. 

The  odors  which  may  be  perceived  are  the  same  as  those  mentioned  in 
the  following  article. 

(4)  Heating  alone  on  charcoal. — The  substance  to  be  examined  is  placed 
in  a  shallow  cavity ;  it  may  simply  be  a  small  fragment,  or,  where  the 
mineral  decrepitates,  it  may  be  powdered,  mixed  with  water,  and  thus  the 
material  employed  as  a  paste.     The  points  to  be  noticed  are : 

(a)  The  odor  given  off  after  short  heating.  In  this  way  the  presence  of 
snlpnur,  arsenic  (garlic  odor),  and  selenium  (odor  of  decayed  horseradish), 
may  be  recognized. 

(6)  Fusion. — In  the  case  of  the  salts  of  the  alkalies  the  fused  mass  is 
absorbed  into  the  charcoal ;  this  is  also  true,  after  long  heating,  of  the  car- 
bonates and  sulphates  of  barium  and  strontium. 

(c)  The  infusible  residue. — This  may  (1)  glow  brightly  in  the  O.F.,  indi- 
cating the  presence  of  calcium,  strontium,  magnesium,  zirconinm,  zinc,  or 
tin.  (2)  It  may  give  an  alkaline  reaction  after  ignition :  alkaline  earths. 
(3)  It  may  be  magnetic,  showing  the  presence  of  iron. 

{<£)  The  sublimate. — By  this  means  the  presence  of  many  of  the  metals 
may  be  determined.  The  color  of  the  sublimate,  both  near  the  assay  (N), 
and  at  a  distance  (D) ;  as  also  when  hot  and  when  cold  is  to  be  noted. 

The  most  important  of  the  sublimates,  with  the  metals  to  which  they  are 
due,  are  contained  in  the  following  list:  Sublimate,  steel-gray  (N),  and 
dark  gray  (D),  in  R.F.  volatile  with  a  blue  flame,  selenium  (also  giving  a 
peculiar  odor)  ;  white  (N)  aud  red  or  deep  yellow  (D),  in  Ii.F.  volatile  with 
green  flame,  tellurium  ;  white  (N)  and  grayish  (DV  arsenic  (giving  also  a 
peculiar  alliaceous  odor)  ;  white  j(N)  and  bluish  (13),  antimony  (also  giving 
off  dense  white  fumes).  Reddish-brown,  silver  ;  dark  orange-yellow  when 
hot,  and  lemon-yellow  when  cold  (N),  also  bluish-white  (D),bis?nuth ;  dark 
lemon-yellow  when  hot,  sulphur-yellow  when  cold,  lead;  red-brown  (N) 
aud  orange-yellow  (D),  cadmium;  yellow  when  hot,  white  on  cooling, zinc 
(the  sublimate  becomes  green  if  moistened  with  cobalt  solution  and  again 
ignited);  faint  yellow  when  hot,  white  on  cooling,  tin  (the  sublimate 
becomes  bluish-green  when  iguited  after  being  moistened  with  the  cobalt 
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solution,  in  the  R.F.  it  is  reduced  to  metallic  tin) :  yellow,  sometimes  crys- 
talline when  hot,  white  when  cold  (N),  bluish  (D),  molybdenum  (in  O.F. 
the  sublimate  volatilizes,  leaving  a  permanent  stain  of  the  oxide,  in  R.F. 
gives  an  azure  blue  color  when  touched  for  a  moment  with  the  flame). 

(5)  Treatment  with  the  fluxes, — The  three  fluxes  have  been  mentioned 
on  p.  183.  They  are  used  either  on  charcoal  or  with  the  platinum  wire. 
If  the  latter  is  employed  it  must  have  a  small  loop  at  the  end  ;  this  is  heated 
to  redness  and  dipped  into  the  powdered  flux,  and  the  adhering  particles 
fused  to  a  bead  ;  this  operation  is  repeated  until  the  loop  is  filled.  Some- 
times in  the  use  of  soda  the  wire  may  at  first  be  moistened  a  little  to  cause 
it  to  adhere.  When  the  bead  is  ready  it  is,  while  hot,  brought  in  contact 
with  the  powdered  mineral,  some  of  which  will  adhere  to  it,  and  then  the 
heating  process  may  be  continued.  Very  little  of  the  mineral  is  in  general 
required,  and  the  experiment  should  be  commenced  with  a  minute  quantity 
and  more  added  if  necessary.  The  bead  must  be  heated  successively  in 
the  reducing  and  oxidizing  flames,  and  in  each  case  the  color  noted  when 
hot  and  when  cold.  The  phenomena  connected  with  fusion,  if  it  takes 
place,  must  also  be  observed. 

Minerals  containing  sulphur  or  arsenic,  or  both,  must  be  first  roasted,  that  is,  heated  on 
charcoal,  first  in  the  oxidizing  and  then  in  the  reducing  flame,  till  these  substances  have  been 
volatilized.  If  too  much  of  the  mineral  has  been  added  and  the  bead  is  hence  too  opaque  to 
show  the  color,  it  may,  while  hot,  be  flattened  out  with  the  hammer,  or  drawn  out  into  a 
wire,  or  part  of  it  may  be  removed  and  the  remainder  diluted  with  more  of  the  flux. 

Borax. — The  following  list  enumerates  the  different  colored  beads 
obtained  with  borax,  and  also  the  metals  to  the  presence  of  whose  oxide6 
the  colors  are  due  : 

Colorless;  silica,  aluminum,  the  alkaline  earths,  etc.  (both  O.F.  and 
R.F.)  ;  also  silver,  zinc,  cadmium,  lead,  bismuth,  and  nickel,  O.F.,  and  also 
R.F.,  after  long  heating,  but  when  first  heated,  gray  or  turbid ;  R.F.,  man- 
ganese. 

Yellow ;  in  O.F.,  titanium,  tungsten,  and  molybdenum,  also  zinc  and 
cadmium,  when  strongly  saturated  and  hot  ;  vauadium  (greenish  when 
hot)  ;  iron,  uranium,  and  chromium,  when  feebly  saturated. 

Red  to  brown  ;  in  O.F.,  iron,  hot  (on  cooling,  yellow) ;  O.F.,  chromium, 
hot  (yellowish-green  when  cold)  ;  O.F.,  uranium,  hot  (yellow  when  cold) ; 
nickel,  manganese,  cold  (violet  when  hot). 

lied;  R.F.,  copper,  if  highly  saturated,  cold  (colorless  when  hot). 

Violet ;  O.F.,  nickel,  hot  (red-brown  to  brown  on  cooling)  ;  O.F.,  man- 
ganese. 

Blue;  O.F.  and  R.F.,  cobalt,  both  hot  and  cold;  O.F.,  copper,  cold 
(wheu  hot,  green). 

G~reen  ;  O.F.,  copper,  hot  (blue  or  greenish-blue  on  cooling),  R.F.,  bottle- 
green  ;  O.F.,  chromium,  cold  (yellow  to  red  when  hot),  R.F.,  emerald-green; 
O.F.,  vanadium,  cold  (yellow  when  hot),  R.F.,  chrome-green,  cold  (brown- 
ish when  hot) ;  R.F.,  uranium,  yellowisn-green  (when  highly  saturated). 

Salt  of  ^Phosphorus. — This  flux  gives  tor  the  most  pait  reactions  similar 
to  those  obtained  with  borax.  The  only  cases  enumerated  here  are  those 
which  are  distinct,  and  hence  those  where  the  flux  is  a  good  test. 

With  silicates  this  flux  forms  a  glass  in  which  the  oases  of  the  silicate 
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are  dissolved,  bat  the  silica  itself  is  left  insoluble.  It  appears  as  a  skeleton 
readily  seen  floating  about  in  the  melted  bead. 

The  colors  of  the  beads  and  the  metals  to  whose  oxides  these  are  due,  are : 

Blue  ;  RF.,  tungsten,  cold  (brownish  when  hot) ;  R.F.,  columbium,  cold 
and  when  highly  saturated  (dirty-blue  when  hot).  Both  these  give  colorless 
beads  in  the  O.F. 

Green ;  R.F.,  uranium,  cold  (yellowish-green  when  hot) ;  O.F.,  molyb- 
denum, pale  on  cooling,  also  R.F.,  dirty-green  when  hot,  green  when  cold. 

Violet ;  R.F.,  columbium  (see  above)  ;  R.F.,  titanium  cold  (yellow  when 
hot). 

Soda  is  especially  valuable  as  a  flux  in  the  case  of  the  reduction  of  the 
metallic  oxides  ;  this  is  usually  performed  on  charcoal.  The  finely  pulver- 
ized mineral  is  intimately  mixed  with  soda,  and  a  drop  of  water  added  to 
form  a  paste.  This  is  placed  in  a  cavity  in  the  charcoal,  and  subjected  to 
a  strong  reducing  flame.  More  soda  is  added  as  that  present  sinks  into  the 
coal,  and,  after  the  process  has  been  continued  some  time,  the  remainder 
of  the  flux,  the  assay,  and  the  surrounding  coal  are  cut  out  with  a  knife, 
and  the  whole  ground  up  in  a  mortar,  with  the  addition  of  a  little  water. 
The  charcoal  is  carefully  washed  away  and  the  metallic  globules,  flattened 
out  by  the  process,  remain  behind,  borne  metallic  oxides  are  very  readily 
reduced,  as  lead,  while  others,  as  copper  and  tin,  require  considerable  skill 
and  care. 

The  metals  obtained  may  be :  iron,  nickel,  or  cobalt,  recognized  by  their 
being  attracted  by  the  magnet ;  or  copper,  marked  by  its  red  color ;  bis- 
muth and  antimony,  which  are  brittle  ;  gold  or  silver ;  antimony,  tellurium, 
bismuth,  lead,  zinc,  cadmium,  which  volatilize  more  or  less  completely  and 
may  be  recognized  by  their  sublimates  (see  p.  185) ;  arsenic  and  mercury 
are  also  reduced,  but  mnst  be  heated  with  soaa  in  the  closed  tube  in  order 
to  collect  the  sublimates.  The  metals  obtained  may  be  also  tested  with 
borax  on  the  platinum  wire. 

By  means  of  soda  on  charcoal  the  presence  of  sulphur  in  the  sulphates 
may  be  shown,  though  they  do  not  yield  it  upon  simple  heating.  When 
soda  is  fused  on  charcoal  with  a  compound  of  sulphur  (sulphide  or  sulphate), 
sodium  sulphide  is  formed,  and  if  much  sulphur  is  present  the  mass  will 
have  the  Ziepar  (liver-brown)  color.  In  any  case  the  presence  of  the  sulphur 
is  shown  by  placing  the  fused  mass  on  a  clean  surface  of  silver,  and  adding 
a  drop  of  water ;  a  black  or  yellow  stain  of  silver  sulphide  will  be  formed. 
Illuminating  gas  often  contains  sulphur,  and  hence,  when  it  is  used,  the 
soda  should  be  first  tried  alone  on  charcoal,  and  if  a  sulphur  reaction  is 
obtained  (due  to  the  gas),  a  candle  or  lamp  must  be  employed  in  the  place 
of  the  gas. 

It  is  also  useful  in  the  case  of  many  minerals  to  test  their  fusibility  or 
infusibility  with  soda,  generally  on  the  platinum  wire.  Silica  forms  if  not 
in  excess  a  clear  glass  with  soda,  so  also  titanic  acid.  Salts  of  barium  and 
strontium  are  fusible  with  soda,  but  the  mass  is  absorbed  by  the  coal. 
Many  silicates,  though  alone  difficultly  fusible,  dissolve  in  a  little  soda  to  a 
clear  glass,  but  with  more  soda  they  form  an  infusible  mass.  Manganese, 
when  present  even  in  minute  quantities,  gives  a  bluish-green  color  to  the 
soda  bead. 
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Chabactkbistic  Reactions  of  the  most  Important  Elements  and  of  some  of 

theib  Compounds. 

The  following  list  contains  the  most  characteristic  reactions,  both  before 
the  blowpipe  (B.B.)  and  in  some  cases  in  the  wet  way,  of  the  different  ele- 
ments and  their  oxides.  It  is  desirable  for  every  student  to  be  familiar 
with  them.  Many  of  them  have  already  been  briefly  mentioned  in  the 
preceding  pages.  It  is  to  be  remembered  that  while  the  reaction  of  a 
single  substance  may  be  perfectly  distinct  if  alone,  the  presence  of  other 
substances  may  more  or  less  entirely  obscure  these  reactions ;  it  is  conse- 
quently obvious  that  in  the  actual  examination  of  minerals  precautions  have 
to  be  taken,  and  special  methods  have  to  be  devised,  to  overcome  the  diffi- 
culty arising  from  this  cause.  These  will  be  gathered  from  the  pyrognostic 
characters  given  (by  Prof.  Brush)  in  connection  with  the  description  of 
each  species  in  the  Third  Part  of  this  work. 

For  many  substances  the  most  satisfactory  and  delicate  tests  are  those 
which  have  been  given  by  Bunsen  in  his  important  paper  on  Flame-reac- 
tions (Flammenreactionen,  Ann.  Ch.  Pharm.,  cxxxviii.,  257,  or  Phil.  Mag., 
IV.,  xxxii.,  81).  The  methods,  however,  require  for  the  most  part  much 
detailed  explanation,  and  in  this  place  it  is  only  possible  to  make  this  gen- 
eral reference  to  the  subject. 

Alumina.  B.B. ;  the  presence  of  alumina  in  most  infusible  mineral?, 
containing  a  considerable  amount,  may  be  detected  by  the  blue  color  which 
they  assume  when,  after  being  heated,  they  are  moistened  with  cobalt  solu- 
tion and  again  ignited.  Very  hard  minerals  (e.g.,  corundum)  must  be  first 
finely  pulverized. 

Antimony.  B.B. ;  antimonial  minerals  on  charcoal  give  dense  white 
inodorous  fumes.  Antimony  sulphide  gives  in  a  strong  heat  in  the  closed 
tube  a  sublimate,  black  when  hot,  brown-red  when  cold.     See  also  p.  185. 

In  nitric  acid  compounds  containing  antimony  deposit  white  antimonic 
oxide  (Sb805). 

Arsenic.  B.B. ;  arsenical  minerals  give  off  fumes,  usually  easily  recog- 
nized by  their  peculiar  garlic  odor.  In  the  open  tube  they  give  a  white, 
volatile,  crystalline  sublimate  of  arsenious  oxide,  in  the  closed  tube  arsenic 
sulphide  gives  a  sublimate  dark  brown-red  when  hot,  and  red  or  reddish- 
yellow  when  cold.  The  presence  of  arsenic  in  minerals  is  often  proved  by 
testing  them  in  the  closed  tube  with  sodium  carbonate  and  potassium  cyan- 
ide. Strong  heating  produces  a  sublimate  of  metallic  arsenic,  proper  pre- 
cautions being  observed. 

Baryta.  B7B. ;  a  yellowish-green  coloration  of  the  flame  is  given  by  all 
baryta  salts,  except  the  silicates. 

In  solution  the  presence  of  barium  is  proved  by  the  heavy  white  precipi- 
tate formed  upon  the  addition  of  dilute  sulphuric  acid. 

Bismuth.  B.B. ;  on  charcoal  alone,  or  with  soda,  bismuth  gives  a  verv 
characteristic  orange-yellow  sublimate  (p.  1851  Also  when  treated  with 
equal  parts  of  potassium  iodide  and  sulphur,  ana  f  used  on  charcoal,  a  beauti- 
ful rea  sublimate  of  bismuth  iodide  is  obtained. 

Boraciv  acid.  Borate*.  B.B. ;  many  compounds  tinge  the  flame  intense 
yellowish-green,  especially  if  moistened  with  sulphuric  acid.    For  silicates 


Digitized  by 


Google 


CHARACTERISTIC   REACTION^   OF   THE   DIFFERENT   ELEMENTS.  189 

the  best  method  is  to  mix  the  powdered  mineral  with  one  part  powdered 
fluorite  and  two  parts  potassium  bisulphate.  The  mixture  is  moistened 
and  placed  on  platinum  wire.  At  the  moment  of  fusion  the  green  color 
appears,  but  lasts  but  a  moment  (ex.  tourmaline). 

Heated  in  a  dish  with  sulphuric  acid,  and  alcohol  being  added  and 
ignited,  the  flames  of  the  latter  will  be  distinctly  tinged  green. 

Culmium.  B.B. ;  on  charcoal  cadmium  gives  a  characteristic  sublimate 
of  the  reddish-brown  oxide  (p.  185). 

Carbonates.  Effervesce  with  dilute  hydrochloric  acid ;  many  require  to 
be  pulverized,  and  some  need  the  addition  of  heat. 

Chlorides.  B.B. ;  if  a  small  portion  of  a  chloride  is  added  to  the  bead  of 
salt  of  phosphorus,  saturated  with  copper  oxide,  the  bead  is  instantly  sur- 
rounded with  an  intense  purplish  flame. 

In  solution  they  give  with  silver  nitrate  a  white  curdy  precipitate,  which 
darkens  in  color  on  exposure  to  the  light ;  it  is  insoluble  iu  nitric  acid,  but 
entirely  so  in  ammonia. 

Chromium.  B.B. ;  chromium  gives  with  borax  and  salt  of  phosphorus  an 
emerald-green  bead  (p.  1861 

Cobalt.  B.B, ;  a  beautiful  blue  bead  is  obtained  with  borax  in  both 
flames  from  minerals  containing  cobalt.  Where  sulphur  or  arsenic  is  present 
it  should  first  be  roasted  off  on  charcoal. 

Copper.  B.B. ;  on  charcoal  the  metallic  copper  can  be  reduced  from 
most  of  its  compounds.  With  borax  it  gives  a  green  bead  in  the  oxidizing 
flame,  and  in  the  reducing  an  opaque  red  bead  (p.  186). 

Most  metallic  compounds  are  soluble  in  nitric  acid.  Ammonia  produces 
a  green  precipitate  iu  the  solution,  which  is  dissolved  when  an  excess  is 
added,  the  solution  taking  an  intense  blue  color. 

Fluorine.  B.B. ;  heated  in  the  closed  tube  fluorides  give  off  fumes  of 
hydrofluoric  acid,  which  react  acid  with  test-paper  and  etch  the  glass. 
Sometimes  potassium  bisulphate  must  be  added  (see  also  p.  185). 

Heated  gently  in  a  platinum  crucible  with  sulphuric  acid,  most  com- 
pounds give  off  hydrofluoric  acid,  which  corrodes  a  glass  plate  placed 
over  it. 

Iron.  B.B. ;  with  borax  iron  gives  a  bead  (O.F.)  which  is  yellow  while 
hot,  but  is  colorless  on  cooling ;  R.F.,  becomes  bottle-green  (see  p.  186). 
On  charcoal  with  soda  gives  a  magnetic  powder.  Minerals  which  contain 
even  a  small  amount  of  iron  yield  a  magnetic  mass  when  heated  in  the 
reducing  flame. 

LkjuL  B.B. ;  with  soda  on  charcoal  a  malleable  globule  of  metallic  lead 
is  obtained  from  lead  compounds  ;  the  coating  has  a  yellow  color  near  the 
assay  and  farther  off  a  white  color  (carbonate) ;  on  being  touched  with  the 
reducing  flame  both  of  these  disappear,  tinging  the  flame  azure  blue. 

In  solutions  dilute  sulphuric  acid  gives  a  white  precipitate  of  lead  sul- 
phate ;  when  delicacy  is  required  an  excess  of  the  acid  is  added,  the  solution 
evaporated  to  dryness,  and  water  added,  the  lead  sulphate,  if  present,  will 
then  be  left  as  a  residue. 

Lime.  B.B. ;  it  imparts  a  yellowish-red  color  to  the  flame.  In  the  pres- 
ence of  other  alkaline  earths  the  spectroscope  gives  a  sure  means  of  detecting 
even  when  in  small  quantities.  Many  lime  salts  give  ail  alkaline  reaction 
with  test-paper  after  ignition. 
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In  solutions  containing  lime  salts,  even  when  dilute,  ammonium  oxalate 
throws  down  a  white  precipitate  of  calcium  oxalate. 

Lithia.  B.B. ;  lithia  gives  an  intense  red  to  the  outer  flame;  in.  very  small 
quantities  it  is  evident  in  the  spectroscope. 

Magnesia.  B  B.  ;  moistened,  after  heating,  with  cobalt  nitrate  and  again 
ignited,  a  pink  color  is  obtained  from  infusible  minerals. 

Manganese.  B.B. ;  with  borax  manganese  gives  a  bead  violet-red  (O.F.), 
and  colorless  (R.F.).  With  soda  (O.F.)  it  gives  a  bluish-green  bead  ;  this 
reaction  is  very  delicate  and  may  be  relied  upon,  even  in  presence  of  almost 
any  other  metal. 

Mercury .  B.B. ;  in  the  closed  tube  a  sublimate  of  metallic  mercury  is 
yielded  when  the  mineral  is  heated  with  soda.  Mercuric  sulphide  gives  a 
black  lustreless  sublimate  in  the  tube,  red  when  rubbed  (p.  185). 

Molybdenum.  B.B. ;  on  charcoal  molybdenum  gives  a  copper-red  stain 
(O.F.)  which  becomes  azure-blue  when  for  a  moment  touched  with  the  RF. 
(p.  186). 

Nickel.  B.B. ;  with  borax  nickel  oxide  gives  a  bead  which  (O.F.)  is  violet 
when  hot  and  red- brown  on  cooling ;  (R.F.)  the  glass  becomes  gray  and 
turbid  from  the  separation  of  metallic  nickel,  and  on  long  blowing  colorless. 

Nitrates.  Detonate  when  heated  on  charcoal.  Heated  in  a  tube  with 
sulnhuric  acid  give  off  red  fumes  of  nitric  peroxide. 

Phosphates.  13.B. ;  most  phosphates  impart  a  green  color  to  the  flame, 
especially  after  having  been  moistened  with  sulphuric  acid,  though  this  tert 
may  be  rendered  unsatisfactory  by  the  presence  of  other  coloring  agents. 
If  they  are  used  in  the  closed  tube  with  a  fragment  of  metallic  magnesium  or 
sodium,  and  afterward  moistened  with  water,  phosphnrettcd  hydrogen  is 
given  off,  recognizable  by  its  disagreeable  odor. 

A  few  drops  of  a  neutral  or  acid  solution,  containing  phosphoric  acid, 

{>roduces  in  a  solution  of  ammonium  molybdate  with  nitric  acid  a  pulveru- 
ent  yellow  precipitate. 

Potash.  B.B. ;  potash  imparts  a  violet  color  to  the  flame  when  alone. 
It  is  best  detected  in  small  quantities,  or  when  soda  or  lithia  is  present,  by 
the  aid  of  the  spectroscope. 

Selenium.  B.B. ;  on  charcoal  selenium  fuses  easily,  giving  off  brown 
fumes  with  a  peculiar  disagreeable  organic  odor  (see  also  p.  185). 

Silica.  B.B. ;  a  small  fragment  of  a  silicate  in  the  salt  of  phosphorus 
bead  leaves  a  skeleton  of  silica,  the  bases  being  dissolved. 

If  a  silicate  in  a  fine  powder  is  fused  with  sodium  carbonate  and  the  mass 
then  dissolved  in  hydrochloric  acid  and  evaporated  to  dryness,  the  silica  is 
made  insoluble,  and  when  strong  hydrochloric  acid  is  added  and  then  water, 
the  bases  are  dissolved  and  the  silica  left  behind. 

Many  silicates,  especially  those  which  are  hydrous,  are  decomposed  by 
strong  hydrochloric,  acid,  the  silica  separating  as  a  powder  or  as  a  jellv 
(see  p.  181\ 

Stiver.  B.B. ;  on  charcoal  in  O.F.  silver  gives  a  brown  coating  (p.  1S5». 
A  globule  of  metallic  silver  may  generally  be  obtained  by  heating  on  char- 
coal in  O.F.,  especially  if  soda  is  added.  Under  6ome  circumstances  it  is 
desirable  to  have  recourse  to  cupellatiou. 

From  a  solution  containing  any  salt  of  silver,  the  insoluble  chloride  is 
thrown  down  when  hydrochloric  acid  is  added.     This  precipitate  is  insoluble 
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in  acid  or  water,  but  entirely  so  in  ammonia.  It  changes  color  on  exposure 
to  the  light. 

Sofia.  B.B. ;  gives  a  strong  yellow  flame. 

Sulphur,  8ulj>leide9y  sulphates.  B.B. ;  in  the  closed  tube  some  sulphides 
give  off  sulphur,  others  sulphurous  oxide  which  reddens  a  strip  of  moistened 
litmus  paper.  In  small  quantities,  or  in  sulphates,  it  is  best  detected  by 
fusion  on  charcoal  with  soda.  The  fused  mass,  when  sodium  sulphide  has 
thus  been  formed,  is  placed  on  a  clean  silver  coin  and  moistened ;  a  distinct 
black  stain  on  the  silver  is  thus  obtained  (the  precaution  mentioned  on 
p.  187  must  be  exercised). 

A  solution  in  hydrochloric  acid  gives  with-  barium  chloride  a  white  in- 
soluble precipitate  of  barium  sulphate. 

Tellurium.  B.B. ;  tellnrides  heated  in  the  open  tube  give  a  white  or 
grayish  sublimate,  fusible  to  colorless  drops  (p.  185).  On  charcoal  they 
give  a  white  coating  and  color  the  R.F.  green. 

Tin.  B.B ;  minerals  containing  tin,  when  heated  on  charcoal  with  soda 
or  potassium  cyanide,  yield  metallic  tin  in  minute  globules  (see  also  p.  187). 

Titanium.  B.B. ;  titanium  gives  a  violet  color  to  the  salt  of  phosphorus 
bead.  Fused  with  sodium  carbonate  and  dissolved  with  hydrochloric  acid, 
and  heated  with  a  piece  of  metallic  tin  or  zinc,  the  liquid  takes  a  violet 
color,  especially  after  partial  evaporation. 

Tungsten.  B.B. ;  tungsten  oxide  gives  a  blue  color  to  the  salt  of  phos- 
phorus head  (R.F.).  Fused  and  treated  as  titanic  acid  (see  above)  with  the 
addition  of  zinc  instead  of  tin,  gives  a  iine  blue  color. 

Uranium.  B.B. ;  salt  of  phosphorus  bead,  in  O.F.,  a  greenish-yellow 
bead  when  cool.     In  R.F.  a  fine  green  on  cooling  (p.  187). 

Vanadium.  B.B. ;  the  characteristic  reactions  of  vanadium  with  the 
fluxes  are  given  on  p.  186. 

Zinc.  B.B. ;  on  charcoal  compounds  of  zinc  give  a  coating  which  is  yel- 
low-white hot  and  white  on  cooling,  and  moistened  by  the  cobalt  solution 
and  again  heated  becomes  a  fine  green  (p.  185). 

Zirconia.  A  dilute  hydrochloric  acid  solution,  containing  zirconia,  im- 
parts an  orange-yellow  color  to  turmeric  paper,  moistened  by  the  solution. 

Students  who  desire  to  become  thoroughly  acquainted  with  the  use  of  the 
blowpipe  should  provide  themselves  with  a  thorough  and  systematic  book 
devoted  to  the  subject.  The  most  complete  American  book  is  that  by  Prof. 
Brush  (Manual  of  Determinative  Mineralogy,  with  an  introduction  on  blow- 
pipe analysis,  New  York,  1875).  Other  standard  works  are  those  of  Ber- 
zetius  (The  use  of  the  Blowpipe  in  Chemistry  and  Mineralogy,  translated  into 
English  by  Prof.  J.  D.  Whitney,  1845),  and  Plattner  (Manual  of  Qualita- 
tive and  Quantitative  Analysis  with  the  Blowpipe,  translated  by  Prof.  II. 
B.  Cornwall,  1872).  The  work  of  Prof.  Brush  has  been  freely  used  in  the 
preparation  of  the  preceding  notes  upon  blowpipe  methods  and  reactions. 


Determinative  Mineralogy. 

Determinative  Mineralogy  may  be  properly  considered  under  the  general 
head  of  Chemical  Mineralogy,  since  the  determination  of  minerals  depends 


Digitized  by 


Google 


192  CHEMICAL  MINERALOGY. 

mostly  upon  chemical  tests.  But  crystallographic  and  all  physical  characters 
have  also  to  be  used. 

There  is  but  one  satisfactory  way  in  which  the  identity  of  an  unknown 
mineral  may  in  all  cases  be  fixed  beyond  question,  and  that  is  by  the  use  of 
a  complete  set  of  determinative  tables.  By  means  of  such  tables  the  mineral 
in  hand  is  referred  successively  from  a  general  group  into  a  more  special 
one,  until  at  last  all  other  species  have  been  eliminated,  and  the  identity 
of  the  one  given  is  beyond  doubt. 

A  careful  preliminary  examination  of  the  unknown  mineral  should,  how- 
ever, always  be  made  before  final  recourse  is  had  to  the  tables.  This 
examination  will  often  suffice  to  show  what  the  mineral  in  hand  is,  and  in 
anv  case  it  should  not  be  omitted,  since  it  is  only  in  this  way  that  a  practi- 
cal familiarity  with  the  appearance  and  characters  of  minerals  can  be  gained. 

The  student  will  naturally  take  note  first  of  those  characters  which  are 
at  once  obvious  to  the  senses,  that  is  :  the  color,  lustre,  feel,  general  struc- 
ture, fracture,  cleavage,  and  also  crystalline  form,  if  distinct ;  also,  if  the 
specimen  is*  not  too  small,  the  apparent  weight  will  suggest  something  as  to 
the  .specific  gravity.  The  above  characters  are  of  very  unequal  importance. 
Structure,  if  crystals  are  not  present,  and  fracture  are  generally  unessential 
except  in  distinguishing  varieties ;  color  and  lustre  are  essential  with 
metallic,  but  generally  very  unimportant  with  unmetallic  minerals.  Streak 
is  of  importance  only  with  colored  minerals  and  those  of  metallic  lustre 
(p.  158).  Crystalline  form  and  cleavage  are  of  the  highest  importance,  bat 
usually  require  careful  study. 

The  first  trial  should  be  the  determination  of  the  hardness  (for  which  end 
the  pocket-knife  is  often  sufficient  in  experienced  hands).  The  second  trial 
should  be  the  determination  of  the  specific  gravity.  Treatment  of  the 
powdered  mineral  with  acids  may  come  next ;  by  this  means  (6ee  p.  180) 
the  presence  of  carbonic  acid  is  aetected,  and  also  other  results  obtained 
(p.  1S1).  Then  should  follow  blowpipe  trials,  to  ascertain  the  fusibility, 
the  color  given  to  the  flame,  if  any,  the  character  of  tiro  sublimate  given  off, 
and  the  reactions  with  Xhejlujces  and  other  points  as  explained  in  the  pre- 
ceding pages. 

How  much  the  observer  learns  in  the  above  way,  in  regard  to  the  nature 
of  his  mineral,  depends  upon  his  knowledge  of  the  characters  of  minerals  in 
general,  and  upon  his  familiarity  with  the  chemical  behavior  of  the  vari- 
ous elementary  substances  (pp.  188  to  191)  with  reagents,  and  before  the 
blowpipe.  If  the  results  of  such  a  preliminary  examination  are  sufficiently 
definite  to  suggest  that  the  mineral  in  hand  is  one  of  a  small  number  of 
species,  reference  may  be  made  to  their  full  description  in  Part  111.  of  this 
work  for  the  final  decision. 

A  number  of  minor  tables,  embracing  under  appropriate  heads  minerals 
which  have  some  striking  physical  characters,  are  added  in  the  Appendix. 
They  will  in  many  cases  aid  the  observer  in  reaching  a  conclusion,  lu 
addition  to  these  tables,  an  extended  table  is  also  given  for  the  systematic 
determination  of  the  more  important  minerals,  those  described  in  full  in 
the  following  pages.  The  admirable  tables  of  von  Kobell,  as  extended  and 
remodeled  by  Prof.  Brush  (Manual  of  Determinative  Mineralogy,  see  p. 
191),  embracing,  as  they  do,  all  mineral  species,  will  be  found  of  the  greatest 
value,  and  should  be  in  the  hands  of  every  student. 
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DESCRIPTIVE  MINERALOGY. 


Tbe  following  is  the  system  of  classification  employed  in  the  arrangement 
of  the  species  m  this  work.  It  is  identical  witn  that  adopted  in  Dana's 
System  of  Mineralogy,  1868,  to  which  treatise  reference  may  be  made  for 
the  discussion  of  the  principles  npon  which  it  is  based.  In  general  only 
the  more  prominent  species  are  enumerated  under  the  successive  heads. 
The  native  elements  are  grouped  as  follows : 
SERIES  I. — The  more  basic,  or  electro-positive  elements. 

1.  Gold  group. — Gold,  silver  (also    hydrogen,    potassium, 

sodium,  etc.). 

2.  Iron  group. — Platinum,  palladium,  mercury,  copper,  iron, 

zinc,  lead  (also  cobalt,  nickel,  chromium,  manganese, 
calcium,  magnesium,  etc.). 

3.  Tin  group. — Tin  (also  titanium,  zirconium,  etc.). 
SERIES  II. — Elements  generally  electro-negative. 

1.  Arsenic  group. — Arsenic,  antimony,  bismuth,  phosphorus, 

vanadium,  etc. 

2.  Sulphur  group. — Sulphur,  tellurium,  selenium. 

3.  Carbon-silioon  group. — Carbon,  silicon. 
SERIES  III.— Elements  always  negative. 

1.  Chlorine,  bromine,  iodine. 

2.  Fluorine. 

3.  Oxygen. 


CLASSIFICATION  OF  MINERAL  SPECIES. 

L  NATIVE    ELEMENTS. 

Gold ;  silver;— Platinum ;  palladium ;  irido6mine,  IrOs,  etc. ;  mercury ; 
copper;   iron. — A 
iamond;  graphite, 


amalgam,  AgHg,  etc.:   copper;   iron.— Arsenic ;  antimony;  bismuth.— 
Tellurium;  sulpnur. — t): 
13 
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II.  SULPHIDES,    TELLURIDES,    SELENIDES,    ARSEN- 
IDES, ANTIMONIDES,  BISMUTHIDES. 

1.  BINARY  COMPOUNDS.— Sulphides  and  Tellurides  of  Metals 
of  the  Sulphur  and  Arsenic  Groups. 

(a)  Realgar  group.  Composition  RS.     Monoclinic.    Realgar. 


(b)  Oipiment  group.  Composition  R2S3.    Orthorhombic.  Orpiment; 

stibnite ;  bismtithinite. 
'c)  Tetradymite  group.  Tetradymite  Bia(Te,S)8. 

Molybdenite  group.  Composition  RSg.    Molybdenite. 


a 


2.  BINARY  COMPOUNDS.— Sulphides,  Tellurides,  etc.,  of  Mbtalb 
of  the  Gold,  Iron,  and  Tin  Groups. 

A  BASIC  DIVISION—  Dyscrasite  ;  domeykite. 

B.  PROTO  DIVISION.— Composition  RS  (or  RjS),  RSe,  RTe. 

(a)  Oalenite  group.  Isometric ;    holohedral. — Argentite  ;  galenite  ; 

clausthalite ;  bornite  ;  alabandite.  , 

(h\  Blende  group.  Isometric  ;  tetrahedral. — Sphalerite. 

(c)  Chaleocite  group.  Orthorhombic. — Chalcoeite  ;   acanthite ;   hes- 

site ;  stromeyerite. 

(d)  Pyrrhotite  group.  Hexagonal. — Cinnabar;    millerite;    pyrrho- 

tite  (FefSg)  ;  greenockite  ;  niccolite. 

C.  DEUTO  or  PYRITE  DIVISION.— Composition  RS,,  etc. 

(a)  Pyrite  group.  Isometric. — Pyrite  ;   Imnseite ;   smaltite ;  cobal- 

tite ;  gersdorflite. — Chalcopyrite. 

(b)  Marcasite  group.    Orthorhombic. — Marcasite;     arsenopyrite ; 

sylvanite. 

(c)  Nagyagite.     (d)  Covellite. 

3.  TERNARY    COMPOUNDS.— Sulpharsenites,    Sulphantimonites, 
Sulphobismuthitks. 

(a)  Group  I.    Atomic  ratio,   R  :  As(Sb)  :  S.=  1  c  9  :  4.     Formula 

R(As,Sb)2S4  =  RS  +  (As,Sb^S8.    Miargyrite  ;  sartorite ;  zink- 
enite.  "  ' 

(b)  Sub    group.    At.   Ratio,  R  :  A<Sb) :  S  =  3  :  4  :  9.      Formula 

R3(As1Sb,Bi)4S0  =  3RS  +  2(As,Sb,Bi)8S8.     Jordanite  ;  schir- 
merite  etc 

(c)  Group   II.    At.   Ratio,   R  :  (As,  Sb) :  S  =  2  :  2  :  5.      Formula 

R^Sb,  As)2S5  =  2RS  +  (SbjAs^Sj.     Jamesonite ;  duf  renoysite, 

(d)  Group   III.  At.  Ratio,   R  :  (As,Sb)  :  S  =/3  :  2^)     Formula 

Rs(  AsjSb^Se  =  3RS  +  ( As^Sb)^.       Pyrargynte,    proustite ; 
bournonite;  b'oulangerite. 


Digitized  by 


Google 


CLASSIFICATION  OF  BFEODB8.  195 

(e)  Gboto  IV.  At.  Ratio,  R  :  (Aa,Sb,Bi)  :  S  =  4 :  2  :  7.  Formula 
R/AsjSb.Bi)^  =  4RS+(As,Sb,Bi)£,.  Tetrahedrite ;  ten- 
nantite. 

(/)  Gkoup  V.   At.  Ratio,    R :  (Ab,Sd)  :  S  =  5  :  2  :  8.     Formula 
R5(As,Sb),Sg  =  5RS+(A8,Sb)aS»    Stephanite;   geocronite. 
Polybaeite. — Enargite. 


III.  CHLORIDES,  BROMIDES,  IODIDES. 

1.  ANHYDROUS   CHLORIDES.— Composition  mostly  R(C1,  Br,  I) ; 
also  Rj(Cl,Br,l)  (calomel),  and  RC1,  (molysite). 

Halite ;  svlvite  ;  eerargyrite  ;  embolite  :  bromyrite. 

2.  HYDROUS  CHLORIDES.— Carnallite.    Tachhydrite. 

3.  OXYCHLORIDES.— Atacamite ;  matlockite. 


IV.  FLUORIDES. 

1.  ANHYDROUS  FLUORIDES.    Fluorite ;  sellaite.— Cryolite. 

2.  HYDROUS  FLUORIDES.— Pachnolite ;  ralstonite. 


V.  OXYGEN  COMPOUNDS. 

I.  OXIDES. 

» 

1.  OXIDES  of  Metals  of  the  Gold,  Ikon,  and  Tin  Groups. 

A.  ANHYDROUS  OXIDES. — (a)  Protoxides.— Binary  compounds  of 

oxygen  with   a  univalent  or  bivalent  element.    Formula  RO  or  (RjO). 
Cuprite ;  zincite  ;  tenorite. 

(0)  Sesquioxides. — Binary  compounds  of  oxygen  with  a  sexivalent  ele- 
ment. Formula  ROs.  Corundum;  hematite,  xhis  group  also  includes 
menaccanite  and  perofskite. 

(c)  Compounds  of  Protoxides  and  Sesquioxides. — Ternary  compounds 
of  oxygen  with  a  bivalent  and  a  sexivalent  element.     Formula  RR04  =  RO 

Spinel  Group.  Isometric. — Spinel ;  gahnite  ;  magnetite  ;  franklinite  ; 
chromite.     Hexagonal. — Chrysooeryl. 

(d)  Deutoxide8. — Binary  compounds  of  oxygen  with  a  quadrivalent  ele- 
ment.    Formula  RQ* 

Tetragonal. — RutUe  Group. — Cassiterite  ;  rutile ;  octahedrite ;  haus- 
mannite;  braunnite.    Orthorhombic. — Brookite;  pyrolusite. 

B.  HYDROUS  OXIDES.— Turgite.— Diaspore ;  gothite;  manganite.— 
Limonite. — Bmcite ;  gibbsito. — Psilomelane. 
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2.  OXIDES  of  Metals  op  the  Absenio  and  Sulphur  Groups. 
Isometric. — Arsenolite ;    senarmontite.      Orthorhombic.  —  Claudetite ; 

valentinite ;  bisinite,  etc. 

3.  OXIDES  of  the  Oarbon-silioon  Group. — Quartz;  tridymite;  as- 
manite;  opal. 

II.  TERNARY  OXYGEN  COMPOUNDS. 
1.  SILICATES. — A.  Anhydrous  Silicates. 

(a)  Bisilicates. — Salts  of  meta-silicic  acid,  H^SiOj.  Quantivalent  ratio 
for  basic  elements  and  silicon,  1  :  2.  General  formula  RSi08.  This  may 
be  written  :  R  |  08  [  SiO,  to  indicate  that  part  only  of  the  oxygen  is  regarded 
as  linking  oxygen,  or,  taking  into  account  the  quantivalence  of  the  various 
basic  elements  that  may  be  present,  Rg,  aR,  /3R  ||  02 1  SiO. 

(a)  Amphibole  group.  Pyroxene  section  (/A  /=  86°-88°).  Orthorhom- 
bic. —  Enstatite  ;  hypersthene.  Monoclinic.  —  Wollastonite ;  pyroxene ; 
acmite  ;  aegirite.  Triclinic. — Rhodonite  ;  babingtonite.  —  Spodumene ; 
petalite. 

(b)  Arwphibole  section  (IaI=  123°-125°).  Orthorhombic— Anthophyl- 
lite,  kupfferite.     Monoclinic,  amphibole ;  art  vedsonite. 

Beryl.    Eudialjte.     Pollucite. 

(/8)  Unisilicates. — Salts  of  the  normal  silicic  acid,  H^SiO^  Quantivalent 
ratio  for  basic  elements  and  silicon,  1  :  1.  General  formula  RaSi04.  This 
may  be  written  :  Ra  I  04  j|  Si,  to  show  that  all  the  oxygen  is  regarded  as 
linking  oxygen,  or,  R^aR,  £R  |  04  J  Si.  The  latter  formula  6hows  that, 
though  elements  of  different  quantivalence  ^nay  be  present,  the  samenni* 
silicate  type  still  exists.  The  excess  of  silica  sometimes  present  in  both 
bisilicates  and  unisilicates,  as  well  as  other  deviations  from  the  ordinary 
types,  are  remarked  upon  in  the  pages  which  follow. 

(a)  Chrysolite  group.  Orthorhombic,  I A /=  91°-95°  ;  0Al-i=124°- 
129°. — Chrysolite,  forsterite,  tephroite,  monticellite,  etc. 

(b)  Willemite  group.  Hexagonal,  RaR  =  116°-117°. — Willemite,  diop- 
tase,  phenacite. 

(c)  Isometric.     Ilelvite.     Danalite,  RaSi04  +  RS. 

(ct)  Garnet  group.  Isometric. — Q.  ratio  for  R  :  ft  :  Si  =  1 :  1 :  2.  Gen- 
eral formula  KgftSijOi* 

(e)    Vesuvianite  group.  Tetragonal. — Zircon,  vesuvianite. 

(/)  Epidote  group.  Anisometric. — Epidote ;  allanite  ;  zoisite  ;  gadoli- 
nite ;  ilvaite. 

(a)  Triclinic.     Axinite.     Danburite. — (A)  Iolite. 

Qc)  Mica  group.  Il\l  =  120°.  Cleavage  basal  perfect;  optic  axis  or 
acute  bisectrix  normal  to  the  cleavage-plane. — Phlogopite ;  biotite;  lepido- 
melane  ;  muscovite  ;  lepidolite. 

(I)  Scapolite  group.  Tetragonal. — Sarcolite;  meionite;  wernerite; 
ekebergite. 

(m)  Hexagonal.  Nephelite.  Isometric. — Sodalite  ;  hatlynite  ;  nosite ; 
leucite. 
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Feldspar  group.  Monoclinic  or  triclinic.  I A  /near  120°  ;  Q.  ratio  for 
R  :  ft  =  1  :  3.  Anorthite  ;  labradorite ;  andesite  j  hyalophane ;  oligo- 
clase ;  albite ;  orthoclase  (microcline). 

(7)  Scbsilicates. — {a)  Q.  ratio  for  bases  to  silicon,  4  :  3.  Chondrocyte. 
Tourmaline. 

(b)  Q.  ratio  for  bases  to  silicon,  3  :  2.  Genlenite. — Andalusite ;  fibrolite ; 
cyanite  (AlSiOg). — Topaz ;  euclase  ;  datolite. — Gnarinite  ;  titanite  ;  keil- 
hauite;  tscheffkinite. 

(c)  Q.  ratio  for  bases  to  silicon,  2  : 1.    Stanrolite. 

B.  Hydrous  Silicates — General  Section. 

Bisilicates. — Pectolite ;  lauraontite ;  okenite. — Chrysocolla ;  alipite,  etc 
Ukisllioates. — Calamine ;  prehnite. — Thorite.    Pyrosuialite. — Apophyl- 
lite. 
Subsilicates. — Allophane. 

Zeolite  Section. 

Thomsonite  ;  natrolite  ;  scolecite  ;  mesolite. — Levynite. — Analcite. — 
Chabazite ;  gmelinite ;  herschelite. — Phillipsite. — Harinotome. — Stilbite ; 
heulandite. 

Margarophyllite  Section. 

Bisilicates. — Talc.    Pyrophyllite. — Sepiolite  ;  elauconite. 

Unisilicates. — Serpentine  group.  Serpentine  ;  deweylite ;  genthite. 

Kaolinite  group,  taolinite ;  pnolerite  ;  halloysite. 

Finite  group.  JPinite,  etc. ;  palagonite. 

Hydro-mica  group.  Fahlunite  j  margarodite ;  damourite  ;  paragonite ; 
cookeite. — llisingerite. 

Chlorite  group.  Vermiculites,  Q.  ratio  of  bases  to  silicon,  1  :  1.  Pyro- 
Bclerite ;  jeflFerisite,  etc. — Penninite. — Ripidolite  ;  prochlorite. — Chloritoid ; 
margarite.     Seybertite. 


2.  TANTALATES,  COLTJMBATES. 

Pyrochlore. — Tantalite;   columbite;   yttrotantalite ;    samarskite;  euxe- 
nite ;  seschynite,  etc 


3.  PHOSPHATES,  ARSENATES,  VANADATES. 

Anhydrous. — Xenotime  YsPa08 ;  pucherite. — Descloizite. 
Hexagonal. — Formula  SB^PjAsjV^Og+I^CljF)*      Apatite;   pyromor- 
phite;   mimetite;  vanadinite. 
Wagnerite;  monazite. — Triphylite;  triplite. — Amblygonite  (hebronite). 
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Hydrous. — Pharmacolite;  brushite. — Vivianite  ;  erythrite. — Libethinite; 
olivenite. — Liroconite  ;  pseudomalachite. — Clinoclasite. — Lazulite ;  scoro- 
dite  ;  wavellite ;  pharniacosiderite. — Childrenite. — Turquois ;  caooxenite. 
— Torbernite;  autunite. 

Hydrous  antimonate. — Bindheimite. 


4.  BORATES. 

Sassolite  ;   sussearite  ;   ludwigite. — Boracite  ;    ulexite  ;   priceite. — War- 
wickite. 


5.  TTJNGSTATES,    general    formula   RW04;    MOLYBDATES,  RMo04j 

CHROMATES,  R0rO4. 

Wolframite;  scheelite;  stolzite. — Wulfenite. — Crocoite;  phoenicochroite. 


6.   SULPHATES. 

Anhydrous. — General  formula  RS04.  Orthorhombic  IaI=  100°-105°. 
— Barite ;  celestite  ;  anhydrite  ;  anglesite  ;  zinkosite  ;  leadhillite. 

Caledonite. — Dreelite ;  susannite  ;  connellite. — Glauberite  ;  lanarkite. 

Hydrous  sulphates. — Mirabilite. — Gypsum.  — Polyhalite. — Epsomite. 

Copperas  group.  Chalcanthite,  CuS04  +  5aq,  also  the  other  vitriolB, 
iRS04+7aq. 

Copiapite.— AJuminite, — Linarite  ;  brochantite,  etc. 

Tellurates. — Montanite,  BiaTe06+2aq. 


7.  CARBONATES. 

Anhydrous. — Calcite  group.  RhombohedraL  General  formula,  RCO* 
— Calcite  ;  dolomite  ;  magnesite  ;  siderite  ;  rhodochrosite ;  smithsonite. 

Aragonite  group.  Orthorhombic. — Aragonite  ;  witherite  ;  strontianite ; 
cerussite  ;  baryto-calcite. — Phosgenite. 

Hydrous  carbonates. — Gay  lussite, — Hydromagnesite. — Hydrozincite ; 
malachite ;    azurite. — Bismutite,  etc. 


VI.  HYDROCARBON  COMPOUNDS. 
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I.  NATIVE  ELEMENTS. 

GOLD. 

Isometric.  The  octahedron  and  dodecahedron  the  most  common  forma. 
Crystals  sometimes  acicular  through  elongation  of  octa-  415 

hedral  or  other  forms ;  also  passing  into  filiform,  reti- 
culated, and  arborescent  snapes  ;  and  occasionally 
spongiform  from  an  aggregation  of  filaments  ;  edges  of 
crystals  often  salient  (fT  415).  Cleavage  none.  Twins  :  ' 
twinning-plane  octahedral.  Also  massive  and  in  thin 
laminae.  Often  in  flattened  grains  or  scales,  and  rolled 
masses  in  sand  or  gravel. 

H.=2-5-3.     G.=15-6-19-5;  19-30-1 9-34,  when  quite 
pure,  G.   Koee.     Lustre    metallic.     Color    and  streak 
various  shades  of  gold-yellow,  sometimes  inclining  to  silver-white.     Very 
ductile  and  malleable. 

Composition,  Varieties. — Gold,  but  containing  silver  in  different  proportions,  and  some- 
times also  traces  of  copper,  iron,  bismuth  (rnaldonite\  palladium,  rhodium.  Yar.  1.  Ordinary. 
Containing  O'Ki  to  16  p.  c.  of  silver.  Color  varying,  accordingly,  from  deep  gold-yellow  to 
pale  yellow;  G.  =19-15*5.  2.  Argentiferous;  Electrum.  Color  pale  yellow  to  yellowish- 
white  ;  G.  =  15  *5-12  5.  Ratio  for  the  gold  and  silver  of  1  :  1  corresponds  to  35  *5  p.  c.  of  silver, 
2:1,  to  21-6  p.  c. 

The  average  proportion  of  gold  in  the  native  gold  of  California,  as  derived  from  assays  of 
several  hundred  millions  of  dollars1  worth,  is  880  thousandths ;  while  the  range  is  mostly 
between  870  and  890  (Prof.  J.  C.  Booth,  of  U.  S.  Mint).  The  range  in  the  metal  of  Australia 
is  mostly  between  900  and  960,  with  an  average  of  i)25.  The  gold  of  the  Chaudiere,  Canada, 
contains  usually  10  to  15  p  o.  of  silver ;  while  that  of  Nova  Scotia  is  very  nearly  pure.  The 
Chilian  gold  afforded  Domeyko  84  to  96  per  cent,  of  gold  and  15  to  3  per  cent,  of  silver. 
(Ann,  d.  Mines,  IV.  vi. ) 

Pyroguostic  and  other  Chemical  Characters. — B.B.  fuses  easily.  Not  acted  on  by  fluxes. 
Insoluble  in  any  single  acid;  soluble  in  nitro-hydrochlorio  acid  (aqua-regia). 

D  ff. — Readily  recognized  by  its  malleability  and  specific  gravity.  Distinguished  by  its 
insolubility  in  nitric  acid  from  pyrite  and  chalcopyrite. 

Observations. — Native  gold  is  found,  when  in  situ,  with  comparatively  small  exceptions, 
in  the  quartz  veins  that  intersect  metamorphic  rocks,  and  to  some  extent  in  the  wall  rock  of 
these  veins.  The  metamorphic  rocks  thus  intersected  are  mostly  chloritic,  talcose,  and 
argillaceous  schist  of  dull  green,  dark  gray,  and  other  colors ;  also,  much  less  commonly, 
mica  and  hornblendic  schist,  gneiss,  dioryte,  porphyry ;  and  still  more  rarely,  granite.  A 
laminated  quart zyie,  called  itacolumyte,  is  common  in  many  gold  regions,  as  those  of  Brazil 
and  North  Carolina,  and  sometimes  specular  schists,  or  slaty  rocks  containing  much  foliated 
specular  iron  (hematite),  or  magnetite  in  grains. 

The  gold  occurs  in  the  quartz  in  strings,  scales,  plates,  and  in  masses  which  are  sometimes 
an  agglomeration  of  crystals  :  and  the  scales  are  often  invisible  to  the  naked  eye,  massive 
quartz  that  apparently  contains  no  gold  frequently  yielding  a  considerable  percentage  to  the 
assay er.  It  is  always  very  irregularly  distributed,  and  never  in  continuous  pure  bands  of 
metal,  like  many  metallic  ores.  It  occurs  both  disseminated  through  the  mass  of  the  quartz, 
and  in  its  cavities.  The  associated  minerals  are :  pyrite,  which  far  exceeds  in  quantity  all 
others,  and  is  generally  auriferous  ;  next,  chalcopyrite,  galenite,  sphalerite,  arsenopyrite, 
each  frequently  auriferous  ;  often  tetradymite  and  other  tellurium  ores,  native  bismuth,  stib- 
nite,  magnetite,  hematite :  sometimes  barite,  apatite,  fluorite,  siderite,  chrysocolla. 

The  gold  of  the  world  nas  been  mostly  gathered,  not  directly  from  the  quartz  veins,  bat 
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from  the  gravel  or  sands  of  rivers  or  valleys  in  auriferous  regions,  or  the  slopes  of  mountains 
or  hills,  whose  rocks  contain  in  some  part,  and  generally  not  far  distant,  auriferous  veins ; 
such  mines  are  often  called  alluvial  washings  ;  in  California  placer-diggings.  Most  of  the  gold 
of  the  Urals,  Brazil,  Australia,  and  all  other  gold  regions,  has  come  from  such  alluvial  wash- 
ings. The  alluvial  gold  is  usually  in  flattened  scales  of  different  degrees  of  fineness,  the  size 
depending  partly  on  the  original  condition  in  the  quartz  veins,  and  partly  on  the  distance  to 
which  it  has  been  transported.  Transportation  by  running  water  is  an  assorting  process ;  the 
coarser  particles  or  largest  pieces  requiring  rapid  currents  to  transport  them,  and  dropping 
first,  and  the  finer  being  carried  far  away — sometimes  scores  of  miles.  A  cavity  in  the  rocky 
slopes  or  bottom  of  a  valley,  or  a  place  where  the  waters  may  have  eddied,  generally  proves 
in  such  a  region  to  be  a  pocket  full  of  gold. 

In  the  auriferous  sands,  crystals  of  zircon  are  very  common ;  also  garnet  and  cyanite  in 
grains ;  often  also  monazite,  diamonds,  topaz,  magnetite,  corundum,  iridosmine,  platinum. 
The  zircons  are  sometimes  mistaken  for  diamonds. 

Gold  exists  more  or  less  abundantly  over  all  the  continents  in  most  of  the  regions  of  crystal- 
line rocks,  especially  those  of  the  semi-crystalline  schists ;  and  also  in  some  of  the  large 
islands  of  the  world  where  such  rocks  exist.  In  Europe,  it  is  most  abundant  in  Hungary  and 
*  in  Transylvania ;  it  occurs  also  in  the  sands  of  the  Rhine,  the  Reuse,  the  Aar,  the  Rhone,  and 
the  Danube ;  on  the  southern  slope  of  the  Pennine  Alps,  from  the  Sin^plon  and  Monte  Rosa 
to  the  valley  of  Aosta ;  in  Piedmont ;  in  Spain,  formerly  worked  in  Asturias ;  in  many  of  the 
streams  of  Cornwall ;  near  Dolgelly  and  other  parts  of  North  Wales  ;  in  Scotland  ;  in  the 
county  of  Wicklow,  Ireland  ;  in  Sweden,  at  Edelfors. 

In  Asia,  gold  occurs  along  the  eastern  flanks  of  the  Urals  for  500  miles,  and  is  especially 
abundant  at  the  Beresov  mines  near  Katharinenburg  (lat.  56°  40'  N. ) ;  also  obtained  at  Petro- 
pavlovski  (60°  N.) ;  Nischne  Tagilsk  (59°  N.) ;  Miask,  near  Slatoust  and  Mt.  Ilmen  (55°  N., 
where  the  largest  Russian  nugget  was  found),  etc.  Asiatic  mines  occur  also  in  the  Cailas 
Mountains,  in  Little  Thibet,  Ceylon,  and  Malacca,  China,  Cores,  Japan,  Formosa,  Sumatra, 
Java,  Korneo,  the  Philippines,  and  other  East  India  Islands. 

In  Africa,  gold  occurs  at  Eordof an,  between  Barf  our  and  Abyssinia ;  also,  south  of  the 
Sahara  in  Western  Africa,  from  the  Senegal  to  Cape  Palmas  ;  in  the  interior,  on  the  Somat, 
a  day's  journey  from  Cassen  ;  along  the  coast  opposite  Madagascar,  between  22°  and  &>°  S., 
supposed  by  some  to  have  been  the  Ophir  of  the  time  of  Solomon. 

In  South  America,  gold  is  found  in  Brazil ;  in  New  Granada  ;  Chili ;  in  Bolivia ;  sparingly 
in  Peru.  Also  in  Central  America,  in  Honduras,  San  Salvador,  Guatemala,  Costa  Rica,  and 
near  Panama ;  most  abundant  in  Honduras. 

In  North  America,  there  are  numberless  mines  along  the  mountains  of  Western  America, 
and  others  along  the  eastern  range  of  the  Appalachians  from  Alabama  and  Georgia  to  Labra- 
dor, besides  some  indications  of  gold  in  portions  of  the  intermediate  Archean  region  about 
Lake  Superior.  They  occur  at  many  points  along  the  higher  regions  of  the  Rocky  Mountains, 
in  Mexico,  and  in  New  Mexico,  in  Arizona,  in  the  San  Francisco,  Wauba,  Yuma,  and  other 
districts ;  in  Colorado,  abundant,  but  the  gold  largely  in  auriferous  pyrite ;  in  Utah,  and 
Idaho,  and  Montana.  Also  along  ranges  between  the  summit  and  the  Sierra  Nevada,  in  the 
Humboldt  region  and  elsewhere.  Also  in  the  Sierra  Nevada,  mostly  on  its  western  slope 
(the  mines  of  the  eastern  being  principally  silver  mines).  The  auriferous  belt  may  be  said  to 
begin  in  the  Calif ornian  peninsula.  Near  the  Tejon  pass  it  enters  California,  and  beyond  for 
180  miles  it  is  sparingly  auriferous,  the  slate  rocks  being  of  small  breadth ;  but  beyond  this, 
northward,  the  slates  increase  in  extent,  and  the  mines  in  number  and  productiveness,  and 
they  continue  thus  for  200  miles  or  more.  Gold  occurs  also  in  the  Coast  ranges  in  many 
localities,  but  mostly  in  too  small  quantities  to  be  profitably  worked.  The  regions  to  the 
north  in  Oregon  and  Washington  Territory,  and  the  British  Possessions  farther  north,  as  also 
our  possessions  in  Alaska,  are  at  many  points  auriferous,  and  productively  so,  though  to  a 
less  extent  than  California. 

In  eastern  North  America,  the  mines  of  the  Southern  United  States  produced  before  the 
California  discoveries,  in  1849,  about  a  million  of  dollars  a  year.  They  are  mostly  confined 
to  the  States  of  Virginia,  North  and  South  Carolina,  and  Georgia,  or  along  a  line  from  the 
Rappahannock  to  the  Coosa  in  Alabama.  But  the  region  may  be  said  to  extend  north  to 
Canada ;  for  gold  has  been  found  at  Albion  and  Madrid  in  Maine ;  Canaan  and  Lisbon,  N.  H. ; 
Bridgewater,  Vermont ;  Dedham,  Mass.  Traces  occur  also  in  Franconia  township,  Mont- 
gomery Co. ,  Pennsylvania.  In  Canada,  gold  occurs  to  the  south  of  the  St.  Lawrence,  in  the 
soil  on  the  Chaudiere,  and  over  a  considerable  region  beyond.  In  Nova  Scotia,  mines  are 
worked  near  Halifax  and  elsewhere. 

In  Australia,  which  is  fully  equal  to  California  in  productiveness,  and  much  superior  in  the 

rity  of  the  metal,  the  principal  gold  mines  occur  along  the  streams  in  the  mountains  of 
S.  Wales  (S.  E.  Australia),  and  along  the  continuation  of  the  same  range  in  Victoria 
(S.  Australia). 
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SILVER. 


Isometric.  Cleavage  none.  Twins :  twinning-plane  octahedral.  Com- 
monly coarse  or  fine  filiform,  reticulated,  arborescent ;  in  the  latter,  the 
branches  pass  off  either  (1}  at  right  angles,  and  are  crystals  (usually  octa- 
hedrons) elongated  in  the  direction  of  a  cubic  axis,  or  else  a  succession  of 
partly  overlapping  crystals ;  or  (2)  at  angles  of  60°,  they  being  elongated  in 
the  direction  of  a  dodecahedral  axis.  Crystals  generally  obliquely  pro- 
longed or  shortened,  and  thus  greatly  distorted.  Also  massive,  and  in 
plates  or  superficial  coatings. 

H.=2'5-3.  G.=10"l-ll*l,  when  pure  10'5.  Lustre  metallic.  Color 
and  streak  silver- white ;  subject  to  tarnish,  by  which  the  color  becomes 
grayish-black.     Ductile. 

Oomm  Var. — Silver,  with  some  copper,  gold,  and  sometimes  platinum,  antimony,  bismuth, 
mercury. 

Ordinary,  (a)  crystallized;  (6)  filiform,  arborescent;  (<?)  massive.  Auriferous.  Contains 
10  to  30  p.  o.  of  gold ;  color  white  to  pale  brass-yellow.  There  is  a  gradual  passage  to  argen- 
tiferous gold.     Cupriferous.    Contains  sometimes  10  p.  o.  of  copper. 

Pyr.,  etc. — B.B.  on  charcoal  fuses  easily  to  a  silver- white  globule,  which  in  O.F.  gives  a 
faint  dark-red  coating  of  the  oxide ;  crystallizes  on  cooling.  Soluble  in  nitric  acid,  and 
deposited  again  by  a  plate  of  copper. 

Obs. — Native  silver  occurs  in  masses,  or  in  arborescent  and  filiform  shapes,  in  veins  travers- 
ing gneiss,  schist,  porphyry,  and  other  rocks.  Also  occurs  disseminated,  but  usually  invisibly, 
in  native  copper,  galenite,  chalcocite,  eta 

The  mines  of  Kongsberg,  in  Norway,  have  afforded  magnificent  specimens  of  native  silver. 
The  principal  Saxon  localities  are  at  Freiberg,  Schneeberg,  and  Johanngeorgenstadt ;  the 
Bohemian,  at  Przibram,  and  Joaohimsthal  It  also  occurs  in  small  quantities  with  other  ores, 
at  Andreasberg,  in  the  Harz :  in  Suabia ;  Hungary ;  at  Allemont  in  Dauphiny ;  in  the 
Ural  near  Beresof ;  in  the  Altai,  at  Zmeoff  ;  and  in  some  of  the  Cornish  mines. 

Mexico  and  Peru  have  been  the  most  productive  countries  in  silver.  In  Mexico  it  has 
been  obtained  mostly  from  its  ores,  while  in  Peru  it  occurs  principally  native.  In  Durango, 
Sinaloa,  and  Sonora,  in  Northern  Mexico,  are  noted  mines  affording  native  silver. 

In  the  United  States  it  is  disseminated  through  much  of  the  copper  of  Michigan,  occasion- 
ally in  spots  of  some  size,  and  sometimes  in  cubes,  skeleton  octahedrons,  etc. ,  at  various 
mines.  In  Idaho,  at  the  '*  Poor  Man's  lode,"  large  masses  of  native  silver  have  been  ob- 
tained. In  Nevada,  in  the  Comstock  lode,  it  is  rare,  and  mostly  in  filaments  ;  at  the  Ophir 
mine  rare,  and  disseminated  or  filamentous  ;  in  California,  sparingly,  in  Silver  Mountain  dis- 
trict, Alpine  Co. ;  in  the  Maris  vein,  in  Los  Angeles  Co. ;  in  the  township  of  Ascot,  Canada. 


PLATINUM. 


Isometric.  Barely  in  cubes  or  octahedrons.  Usually  in  grains ;  occa- 
sionally in  irregular  lumps,  rarely  of  large  size.     Cleavage  none. 

H.=4-4-5.  G.=16-19;  17*108,  small  grains,  17'608,  a  mass,  Breith. 
Lustre  metallic.  Color  and  streak  whitish  steel-gray  ;  shining.  Opaque. 
Ductile.     Fracture  hackly.    Occasionally  magneti-polar. 

Oomp.-— Platinum  combined  with  iron,  iridium,  osmium,  and  other  metals.  The  amount 
of  iron  varies  from  4r-20  p.  c. 

Pyr.,  etc.— Infusible.  Not  affected  by  borax  or  salt  of  phosphorus,  except  in  the  state  of 
fine  dust,  when  reactions  for  iron  and  copper  may  be  obtained.  Soluble  only  in  heated  nitro* 
hydrochloric  acid. 
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Dirt — Distinguished  by  its  malleability,  high  specific  gravity,  infusibility,  and  entire  insol- 
ubility in  the  ordinary  acids. 

Obs. — Platinum  was  first  found  in  pebbles  and  small  grains  in  the  alluvial  deposits  of  the 
river  Pinto,  in  the  district  of  Choco,  near  Popayan,  in  South  America,  where  it  received  its 
name  platina,  from  plata,  silver.  In  the  province  of  Antioquia,  in  Brazil,  it  has  been  found 
in  auriferous  regions  in  syenite  (Boussingault). 

In  Russia,  it  occurs  at  Nischne  Tagilsk,  and  Goroblagodat,  in  the  Ural,  in  alluvial  material. 
Formerly  used  as  coins  by  the  Russians.  Russia  affords  annually  about  800  cwt.  of  platinum, 
which  is  nearly  ten  times  the  amount  from  Brazil,  Columbia,  St.  Domingo,  and  Borneo. 
Platinum  is  also  found  on  Borneo ;  in  the  sands  of  the  Rhine ;  at  St.  Aray,  val  du  Drac ; 
county  of  Wicklow,  Ireland ;  on  the  river  Jocky,  St.  Domingo  ;  in  California,  but  not  abun- 
dant :  in  traces  with  gold  in  Rutherford  Co.,  North  Carolina ;  at  St.  Francois  Beauoe,  eta, 
Canada  East 

Platikibtoitjm.— Platinum  and  iridium  in  different  proportions.    Urals;  Brazil. 

PALLADIUM. 

Isometric.  In  minute  octahedrons,  Haid.  Mostly  in  grains,  sometimes 
coinpoeed  of  diverging  fibres. 

H.=4-5-5.  G.=ll-3-ll-8,  Wollaston.  Lustre  metallic.  Color  whitish 
steel-gray.    Opaque.     Ductile  and  malleable. 

Oomp. — Palladium,  alloyed  with  a  little  platinum  and  iridium,  but  not  yet  analyzed. 

Obs. — Palladium  occurs  with  platinum,  in  Brazil,  where  qnite  large  masses  of  the  metal 
are  sometimes  met  with  ;  also  reported  from  St.  Domingo,  and  the  UraL 

Palladium  has  been  employed  for  balances  ;  also  for  the  divided  scales  of  delicate  apparatus, 
for  which  it  is  adapted,  because  of  its  not  blackening  from  sulphur  gases,  while  at  the  same 
time  it  is  nearly  as  white  as  sUver. 

HUDOSBCDTSL    Osmiridium. 

Hexagonal.  Rarely  in  hexagonal  prisms  with  replaced  basal  edges. 
Commonly  in  irregular  flattened  grains. 

H.=6-7.  G.=19-3-21-12.  Lustre  metallic.  Color  tin-white,  and  light 
steel  gray.     Opaque.    Malleable  with  difficulty. 

Oomp.,  Var  — Iridium  and  osmium  in  different  proportions.  Two  varieties  depending  on 
these  proportions  have  been  named  as  species,  but  they  are  isomorphous,  as  are  the  metals 
(G.  Rose).     Some  rhodium,  platinum,  ruthenium,  and  other  metals  are  usually  present. 

Var.  1.  Newjanskite,  Haid. ;  H.=7;  G.= 18  -8-19*5.  In  flat  scales;  color  tin-white.  Over 
40  p.  c.  of  Iridium.     Probably  IrOs. 

2.  SisserskiU,  Haid.  In  flat  scales,  often  six-sided,  color  grayish-white,  steel-gray.  G.  — 
30-21  '2.  Not  over  30  p.  o  of  iridium.  One  kind  from  Nischne  Tagilsk  afforded  Berselius 
IrOs4= Iridium  19  -9,  osmium  801=100 ;  G.  =21*118.  Another  corresponded  to  the  formula 
IrOs,. 

Pyr.,  etc— At  a  high  temperature  the  sisserskite  gives  out  osmium,  but  undergoes  no 
further  change.  The  newjanskite  is  not  decomposed  and  does  not  give  an  osmium  odor  until 
fused  with  nitre. 

Difl. — Distinguished  from  platinum  by  its  superior  hardness. 

Obs. — Occurs  with  platinum  in  the  province  of  Choco  in  South  America ;  in  the  Ural  moun- 
tains ;  in  Australia.     It  is  rather  abundant  in'  the  auriferous  beach-sands  of  northern  Cali- 
fornia, occurring  in  small  bright  lead-colored  scales,  sometimes  six-sided.    Also  traces  in  the  - 
gold-washings  on  the  rivers  du  Loup  and  des  Plantes,  Canada. 

MBROURY.    Quicksilver.    Gediegen  Queokeilber,  Germ. 

Isometric.    Occurs  in  small  fluid  globules  scattered  through  its  gangue. 
Q. =13.568.    Lustre  metallic.    Color  tin- white.    Opaque. 
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Gamp. — Pare  mercury  (Hg) ;  with  sometimes  a  little  silver. 

Fyr.,  etc — B.B.,  entirely  volatile.     Dissolves  readily  in  nitric  acid. 

Obs.— Mercury  in  the  metallic  state  is  a  rare  mineral ;  the  quicksilver  of  commerce  is  ob- 
tained mostly  from  cinnabar,  one  of  its  ores.  The  rooks  affording  the  metal  and  its  ores  are 
mostly  clay  shales  or  schists  of  different  geological  ages. 

Its  most  important  mines  are  those  of  Idria  in  Carniola,  and  Almaden  in  Spain.  It  is 
found  in  small  quantities  in  Carinthia,  Hungary,  Peru,  and  other  countries ;  in  California, 
especially  in  the  Pioneer  mine,  in  the  Napa  Valley. 


AMAIX>AM, 

Isometric.  The  dodecahedron  a  common  form,  also  the  cube  and  octa- 
hedron in  combination  (see  f.  40,  41,  etc.,  p.  15).  Cleavage :  dodecahedral 
in  traces.    Also  massive. 

H.=3-3-5.  G.=13.75-14.  Color  and  streak  silver-white.  Opaque, 
Fracture  conchoidal,  uneven.  Brittle,  and  giving  a  grating  noise  when 
cat  with  a  knife. 

Oomp.— Both  Ag  Hg  (= Silver  35*1,  mercury,  64*9),  and  Ag,Hg,  (= Silver  26*5,  and  mer- 
cury, 78*5),  are  here  included. 

Pyr.,  etc, — B.B.,  on  charcoal  the  mercury  volatilizes  and  a  globule  of  silver  is  left  In  the 
closed  tube  the  mercury  sublimes  and  condenses  on  the  cold  part  of  the  tube  in  minute  glo- 
bules.    Dissolves  in  nitric  acid. 

Obs. — From  the  Palatinate  at  Moschellandsberg.  Also  reported  from  Bosenau  in  Hungary, 
Sala  in  Sweden,  Allemont  in  Dauphine*,  Almaden  in  Spain. 

Arqukkite. — Composition  Ag,9Hg=silver  66*6,  mercury,  13*4=100.  Chili  KoNGS- 
bkrgite,  AgisHg  (?)  Kongsberg,  Norway. 


COFFER. 

Isometric.  Cleavage  none.  Twins:  twinning-plane  octahedral,  very 
common.  Often  filiform  and  arborescent;  the  latter  with  the  branches 
passing  off  usually  at  60°,  the  supplement  of  the  dodecahedral  angle.  Also 
massive. 

H.=2'5-3.  G-. =8*838,  Whitney.  Lustre  metallic.  Color  copper-red. 
Streak  metallic  shining.     Ductile  and  malleable.     Fracture  hackly. 

Oomp. — Pure  copper,  but  often  containing  some  silver,  bismuth,  eta 

Pyr,,  eto. — B.B.,  fuses  readily  ;  on  cooling,  becomes  covered  with  a  coating  of  black  oxide. 
Dissolves  readily  in  nitric  acid,  giving  off  red  nitrous  fumes,  and  producing  a  deep  azure- blue 
solution  upon  the  addition  of  ammonia. 

Obs. — Copper  occure  in  beds  and  veins  accompanying  its  various  ores,  and  is  most  abundant 
in  the  vicinity  of  dikes  of  igneous  rooks.  It  is  sometimes  found  in  loose  masses  imbedded  in 
the  soil 

Found  at  Turinsk,  in  the  Urals,  in  fine  crystals.  Common  in  Cornwall.  In  Brazil,  Chin, 
Bolivia,  and  Peru.     At  Walleroo,  Australia. 

This  metal  has  been  found  native  throughout  the  red  sandstone  (TriaBsioo-Jurassic)  region 
of  the  eastern  United  States,  in  Massachusetts,  Connecticut,  and  more  abundantly  in  New 
Jersey,  where  it  has  been  met  with  sometimes  in  fine  crystalline  masses.  No  known  locality 
exceeds  in  the  abundance  of  native  copper  the  Lake  Superior  copper  region,  near  Keweenaw 
Point,  where  it  exists  in  veins  that  intersect  the  trap  and  sandstone,  ai  d  where  masses  of 
immense  size  have  been  obtained.  It  is  associated  with  prehnite,  dUolite,  analcite,  laumon- 
tite,  pectoUte,  epidote,  chlorite,  wollastonite,  and  sometimes  coats  amygdules  of  oalcite, 
etc.,  in  amygdaloid.  Native  copper  occurs  sparingly  in  California.  Also  on  the  Gila  river 
in  Arizona;  in  large  drift  masses  in  Alaska. 
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IRON. 

Isometric.     Cleavage  octahedral. 

H.=4*5.  G.=7#3-7*8.  Lustre  metallic.  Color  iron-gray.  Streak  shin- 
ing.    Fracture  hackly.     Malleable.     Acts  strongly  on  the  magnet. 

Obi. — The  occurrence  of  masses  of  native  iron  of  terrestrial  origin  has  been  several  times 
reported,  but  it  is  not  yet  placed  beyond  donbt.  The  presence  of  metallic  iron  in  grains  in 
basaltic  rocks  has  been  proved  by  several  observers.  It  has  also  been  noticed  in  other  related 
rocks.  The  so-called  meteoric  iron  of  Ovifak,  Greenland,  found  imbedded  in  basalt,  is  con- 
sidered by  some  authors  to  be  terrestrial. 

Meteoric  iron  usually  contains  1  to  20  per  cent,  of  nickel,  besides  a  small  percentage  of 
other  metals,  as  cobalt,  manganese,  tin,  copper,  chromium  ;  also  phosphorus  common  as  a 
phosphuret  (schreibersite),  sulphur  in  sulphurets,  carbon  in  some  instances,  chlorine.  Among 
large  iron  meteorites,  the  Gibbs  meteorite,  in  the  Yale  GoUege  cabinet,  weighs  1,686  lbs. ;  it 
was  brought  from  Red  River.  The  Tucson  meteorite,  now  in  the  Smithsonian  Institution, 
weighs  1,400  lbs.  ;  it  was  originally  from  Sonora.  It  is  ring-shaped,  and  is  49  inches  in  its 
greatest  diameter.  Still  more  remarkable  masses  exist  in  northern  Mexico ;  also  in  South 
America ;  one  was  discovered  by  Don  Rubin  de  Celis  in  tho  district  of  Chaco-Gualamba, 
whose  weight  was  estimated  at  32,000  lbs.  The  Siberian  meteorite,  discovered  by  Pallas, 
weighed  originally  1,600  lbs.  and  contained  imbedded  .crystals  of  chrysolite.  Smaller  masses 
are  quite  common. 

Zinc. — Native  zinc  has  been  reported  to  occur  in  Australia ;  and  more  recently  Mr.  W. 
D.  Marks  reports  its  discovery  in  Tennessee,  under  circumstances  not  altogether  free  from 
doubt. 

Lead. — Native  lead  occurs  very  sparingly.  It  has  been  found  in  the  Urals,  in  Spain, 
Ireland,  etc.  Dr.  Genth  speaks  of  its  discovery  in  the  bed  rock  of  the  gold  placers  at  Camp 
Creek,  Montana. 

Tin  is  probably  only  an  artificial  product* 


ARSBNIO. 

Khombohedral.  R  A  R  =  85°  41',  O  A  R  =  122°  9',  c  =  1-8779,  Miller. 
Cleavage:  basal,  imperfect.  Often  granular  massive;  sometimes  reticu- 
lated, reniforra,  and  stalactitic.     Structure  rarely  columnar. 

H.  =3*5.  G.=5-93.  Lustre  nearly  metallic.  Color  and  6treak  tin-white, 
tarnishing  soon  to  dark-gray.     Fracture  uneven  and  line  granular. 

Oomp. — Arsenic,  often  with  some  antimony,  and  traces  of  iron,  silver,  gold,  or  bismuth. 

Pyr. — B.B.,  on  charcoal  volatilizes  without  fusing,  coats  the  coal  with  white  arsenous oxide, 
and  affords  the  odor  of  garlic ;  the  coating  treated  in  R.P.  volatilizes,  tinging  the  flame  blue. 

Obs. — Native  arsenic  commonly  occurs  in  veins  in  crystalline  rocks  and  the  older  schists, 
and  is  often  actompanied  by  ores  of  antimony,  red  silver  ore,  realgar,  sphalerite,  and  other 
metallic  minerals. 

The  silver  mines  of  Saxony  afford  this  metal  in  considerable  quantities  ;  also  Bohemia,  the 
Harz,  Transylvania,  Hungary,  Norway,  Siberia;  occurs  at  ChanarcuMo,  and  elsewhere  in 
Chili;  and  at  the  mines  of  San  Augustin,  Mexico.  In  the  United  States  it  has  been 
observed  at  Haverhill  and  Jackson,  N.  H.,  at  Greenwood,  Me. 


ANTIMONY, 

Khombohedral.  R  A  R  =  87°  35',  Rose ;  O  A  E  =  123°  32' ;  i  =  1-3068. 
2  A  2  =  89°  25'.  Cleavage :  basal,  highly  perfect ;— i  distinct  Generally 
massive,  lamellar ;  sometimes  botryoidal  or  renif orm  with  a  granular  texture. 
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H.=3-3-5.  G.=6-646-6'72.  Lustre  metallic.  Color  and  streak  tin- 
white.    Very  brittle. 

Oomp« — Antimony,  containing  sometimes  silver,  iron,  or  arsenic. 

Fyr,— B.B.,  on  charcoal  ruses,  gives  a  white  coating  in  both  O.  and  R.F. ;  if  the  blowing 
be  intermitted,  the  globule  continues  to  glow,  giving  off  white  fumes,  until  it  is  finally  crusted 
over  with  prismatic  crystals  of  antimonous  oxide.  The  white  coating  tinges  the  R.F.  bluish- 
green.     Crystallizes  readily  from  fusion. 

Occurs  near  Sahl  in  Sweden ;  at  Andreasberg  in  the  Harz ;  at  Przibram ;  at  Allemont  in 
Dauphiny;  in  Mexico;  Chili;  Borneo;  at  South  Ham,  Canada;  at  Warren,  N.  J.,  rare;  at 
Prince  William  antimony  mine,  N.  Brunswick,  rare.  , 

Allemontite. — Arsenical  antimony,  SbAss.  Color  tin- white  or  reddish-gray.  Oocurs  at? 
Allemont ;  in  Bohemia  ;  the  Harz. 


BISMUTH.    Gediegen  Wismuth,  Oerrru 

Hexagonal.  R  A  7?  =  87°  40',  G.  Rose ;  OaR  =  123°  36' ;  o  =  1*3035. 
Cleavage :  basal,  perfect ;  2,  —2,  less  so.  Also  in  reticulated  and  arbores- 
cent shapes  ;  foliated  and  granular. 

H. =2-2*5.  G.= 9*727.  Lustre  metallic.  Streak  and  color  silver-white, 
with  a  reddish  hue  ;  subject  to  tarn ish.  Opaque.  Fracture  not  observable. 
Sectile.     Brittle  when  cold,  but  when  heated  somewhat  malleable. 

Comp.,  Var. — Pure  bismuth,  with  occasional  traces  of  arsenic,  sulphur,  tellurium. 

PyrM  etc — B.B.,  on  charcoal  fuses  and  entirely  volatilizes,  giving  a  coating  orange-yellow 
while  hot,  and  lemon-yellow  on  cooling.  Dissolves  in  nitric  acid  ;  subsequent  dilution  causes 
a  whits  precipitate.     Crystallizes  readily  from  fusion. 

*Difif — Distinguished  by  its  reddish  color,  and  high  specific  gravity,  from  the  other  brittle 
metals. 

Obs  — Bismuth  occurs  in  veins  in  gneiss  and  other  crystalline  rocks  and  clay  slate,  accom- 
panying various  ores  of  silver,  cobalt,  lead,  and  zinc.  Abundant  at  the  silver  and  cobalt 
mines  of  Saxony  and  Bohemia ;  also  found  in  Norway,  and  at  Fahlun  in  Sweden.  At  Wheal 
Sparnon,  and  elsewhere  in  Cornwall,  and  at  Oarrack  Fell  in  Cumberland  ;  at  the  Atlas  mine, 
Devonshire ;  at  Meymao,  Correze  ;  at  San  Antonio,  Chili ;  Mt  Ulampa  (Sorata),  in  Bolivia ; 
in  Victoria. 

At  Lane's  mine  in  Monroe,  and  near  Seymour,  Conn.,  in  quarts ;  occurs  also  at  Brewer's 
mine,  Chesterfield  district,  South  Carolina ;  in  Colorado. 


TELLURIUM. 


Hexagonal,  R A R  =  86°  57',  G.  Rose ;  OaR  =  123°  4',  b  =  1-3302. 
In  six-sided  prisms,  with  basal  edges  replaced.  Cleavage :  lateral  perfect, 
basal  imperfect.     Commonly  massive  and  granular. 

H.=2-2'5.  G.=6*l-6'3.  Lustre  metallic.  Color  and  streak  tin-white. 
Brittle. 

*    Comp. — According  to  Elaproth,  Tellurium  92*55,  iron  7*20.  and  gold  0*25. 

Fyr — In  the  open  tube  fuses,  giving  a  white  subUmate  of  tellurous  oxide,  which  B.B. 
f  uses  to  colorless  transparent  drops.  On  charcoal  fuses,  volatilizes  almost  entirely,  tinges  the 
flame  green,  and  gives  a  white  coating  of  tellurous  oxide. 

Obs.— Native  tellurium  occurs  in  Transylvania  (whence  the  name  Syhanite\  gold;  also  at 
the  Red  Cloud  mine,  near  Gold  HiU,  Boulder  Co.,  Colorado. 
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NATIVE  SULPHUR. 

Orthorhorabic.  IaI  =  101°  46',  OA\-i  =  113°  6';  c  :  I :  <*  =  2-344  : 
1-23:1.     0  A 1-*  =  117°  41';  0A1  =  1O8°19'. 

Cleavage :  7*,  and  1,  imperfect.  Twins, 
composition-face,  /,  sometimes  producing  cruci- 
form crystals.  Also  massive,  sometimes  con- 
sisting of  concentric  coats. 

H.=l-5-2-5.  G.= 2-072,  of  crystals  from 
Spain.  Lustre  resinous.  Streak  sulphur-yel- 
low, sometimes  reddish  or  greenish.  Trans- 
parent— subtran8lucent.  Fracture  conchoidal, 
more  or  less  perfect.     Sectile. 

Comp. — Pure  sulphur ;  but  often  contaminated  with  clay  or  bitumen. 

Fyr.,  etc.— Burns  at  a  low  temperature  with  a  bluish  name,  with  the  strong  odor  of  sul- 
phurous oxide.  Becomes  resinously  electrified  by  friction.  Insoluble  in  water,  and  not 
acted  on  by  the  acids. 

Obs — Sulphur  is  dimorphous,  the  crystals  being  monoclinic  when  formed  at  a  moderately 
high  temperature  (125°  C.t  according  to  Frankenheim). 

The  great  repositories  of  sulphur  are  either  beds  of  gypsum  and  the  associate  rocks,  or  the 
regions  of  active  and  extinct  volcanoes.  In  the  valley  of  Noto  and  Mazarro,  in  Sicily  ;  at 
Conil,  near  Cadiz,  in  Spain ;  Bex,  in  Switzerland ;  Cracow,  in.  Poland,  it  occurs  in  the  former 
situation  ;  also  Bologna,  Italy.  Sicily  and  the  neighboring  volcanic  isles ;  the  Solfatara,  near 
Naples  ;  the  volcanoes  of  the  Pacific  ocean,  etc. ,  are  localities  of  the  latter  kind.  Abundant 
in  the  Chilian  Andes. 

Sulphur  is  found  near  the  sulphur  springs  of  New  York,  Virginia,  etc. ,  sparingly  ;  in  many 
coal  deposits  and  elsewhere,  where  pyrite  is  undergoing  decomposition  :  at  the  hot  springs 
and  geysers  of  the  Yellowstone  park  ;  in  California,  at  the  geysers  of  Napa  valley,  Sonoma 
Co. ;  in  Santa  Barbara  in  good  crystals  ;  near  Clear  lake,  Lake  Co.  ;  in  Nevada,  in  Humboldt 
Co.,  in  large  beds  ;  Nye  and  Esmeralda  Cos.,  etc. 

The  sulphur  mines  of  Sicily,  the  crater  of  Vulcano,  the  Solfatara  near  Naples,  and  the  beds 
of  California,  afford  large  quantities  of  sulphur  for  commerce. 


DIAMOND. 

Isometric.    Often  tetrahedral  in  planes,  1,  2,  and  3-f .    Usually  with 
418  410  420 


curved  faces,  as  in  f .  419  (3-f) ;  f .  420  is  a  distorted  form.     Cleavage : 
octahedral,  highly  perfect.     Twins:  twinning-plane,  octahedral;  f.  418,  is 
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an  elliptic  twin  of  f.  419,  the  middle  portion  between  two  opposite  sets  of 
six  planes  being  wanting.     Rarely  massive. 

IT. =10.  G.= 3.5295,  Thompson.  Lustre  brilliant  adamantine.  Color 
white  or  colorless :  occasionally  tinged  yellow,  red,  orange,  green,  blue, 
brown,  sometimes  black.  Transparent ;  translucent  when  dark  colored. 
Fracture  conchoidal.  Index  of  refraction  2-4.  Exhibits  vitreous  electricity 
when  rubbed. 

Oomp. — Pure  carbon,  isometric  in  crystallization. 

Var. — 1 .  Ordinary \  or  crystallized.  The  crystals  often  oontain  numerous  microscopic  cavi- 
ties, as  detected  by  Brewster ;  and  around  these  cavities  the  diamond  shows  evidence,  by 
polarized  light,  of  compression,  as  if  from  pressure  in  the  included  gas  when  the  diamond 
was  crystallized.  The  coarse  varieties,  which  are  unfit,  in  consequence  of  imperfections,  for 
'  use  in  jewelry,  are  called  bort0m  they  are  sold  to  the  trade  for  cutting  purposes. 

2.  Massive.  In  black  pebbles  or  masses,  called  carbonado,  occasionally  1 ,  000  carats  in  weight 
H  =10  ;  G.  =3*012-8-416.     Consists  of  pure  carbon,  excepting  027  to  2*07  p.  c.  (Brazil). 

3.  Anthracite.  Like  anthracite,  but  hard  enough  to  scratch  even  the  diamond.  In  glo- 
bules or  mammillary  masses,  consisting  partly  of  concentric  layers ;  fragile  ;  G.=l"66;  com- 
position, Carbon  97,  hydrogen  0*5,  oxygen  15.  Cut  in  facets  and  polished,  it  refracts  and 
disperses  light,  with  the  white  lustre  peculiar  to  the  diamond.  Locality  unknown,  but  sup- 
posed to  come  from  Brazil. 

Pyr.,  etc. — Burns,  and  is  wholly  consumed  at  a  high  temperature,  producing  carbonic 
dioxide.     It  is  not  acted  on  by  acids  or  alkalies. 

jyifL — Distinguished  by  its  extreme  hardness,  brilliancy  of  reflection,  and  adamantine  lustre. 

Obs. — The  diamond  often  occurs  in  regions  that  afford  a  laminated  granular  quartz  rock, 
called  itacolumyte,  which  pertains  to  the  talcose  series,  and  which  in  thin  slabs  is  more  or 
less  flexible.  This  rock  is  found  at  the  mines  of  Brazil  and  the  Urals ;  and  also  in  Georgia 
and  North  Carolina,  where  a  few  diamonds  have  boen  found.  It  has  also  been  detected  in  a 
species  of  conglomerate,  composed  of  rounded  siliceous  pebbles,  quartz,  chalcedony,  etc, 
cemented  by  a  kind  of  ferruginous  clay.  Diamonds  are  usually,  however,  washed  out  from 
the  soil.  The  Ural  diamonds  occur  in  the  detritus  along  the  Adolf skoi  rivulet,  where  worked 
for  gold,  and  also  at  other  places.  In  India  the  diamond  is  met  with  at  Purteal,  between 
Hyderabad  and  Masulipatam,  where  the  famous  Kohinoor  was  found.  The  locality  on  Borneo 
is  at  Pontiana,  on  the  west  side  of  the  Ratoos  mountain.     Also  found  in  Australia. 

The  diamond  region  of  South  Africa,  discovered  in  1867,  is  the  most  productive  at  the 
present  time.  The  diamonds  occur  in  the  gravel  of  the  Vaal  river,  from  PotchefRtrdm,  cap- 
ital of  the  Transvaal  Republic,  down  its  whole  course  to  its  junction  with  the  Orange  river, 
and  thence  along  the  latter  stream  for  a  distance  of  60  miles.  In  addition  to  this  the  dia- 
monds are  found  also  in  the  Orange  River  Republic,  in  isolated  fields  or  Pans,  of  which  Du 
Toit's  Pan  is  the  most  famous.  The  number  of  diamonds  which  have  been  found  at  the  Capo 
is  very  large,  and  some  of  them  are  of  considerable  size.  It  has  been  estimated  that  the  value 
of  those  obtained  from  March,  1867,  to  November,  1875,  exceeded  sixty  millions  of  dollars. 
As  a  consequence  of  this  production  the  market  value  of  the  stones  has  been  much  dimin- 
ished. 

In  the  United  States  a  few  crystals  have  been  met  with  in  Rutherford  Co.,  N.  C. ,  and  Hall 
Co.,  Ga  ;  they  occur  also  at  Portismine,  Franklin  Co.,  N.  C.  (Genth) ;  one  handsome  one, 
over  i  in.  in  diameter,  in  the  village  of  Manchester,  opposite  Richmond,  Va.  In  California, 
at  Cherokee  ravine,  in  Butte  Co.  :  also  in  N.  San  Juan,  Nevada  Co.,  and  elsewhere  in  the 
gold  washings.     Reported  from  Iaaho,  and  with  platinum  of  Oregon. 

The  largest  diamond  of  which  we  have  any  knowledge  is  mentioned  by  Tavernier  as  in 
possession  of  the  Great  MoguL  It  weighed  originally  900  carats,  or  2769  3  grains,  but  was 
reduced  by  cutting  to  861  grains.  It  has  the  form  and  size  of  half  a  hen's  egg.  It  was  found 
in  1550,  in  the  mine  of  Colone.  The  Pitt  or  Regent  diamond  weighs  but  136*25  carats,  or 
419£  grains  ;  but  is  of  unblemished  transparency  and  color.  It  is  cut  in  the  form  of  a  bril- 
liant, and  its  value  is  estimated  at  £125,000.  The  Kohinoor  measured,  on  its  arrival  in  Eng- 
land^ about  If  inches  in  its  greatest  diameter,  over  $  of  an  inch  in  thickness,  and  weighed 
186Vr  carats,  and  was  cut  with  many  facets.  It  has  since  been  recut,  and  reduced  to  a  dia- 
meter of  l-,*g  by  If  nearly,  and  thus  diminished  over  one-third  in  weight.  It  is  supposed  by 
Mr.  Tennant  to  have  been  originally  a  dodecahedron,  and  he  suggests  that  the  great  Russian 
diamond  and  another  large  slab  weighing  130  carats  were  actuilly  cut  from  the  original  dode- 
cahedron. Tavernier  gives  the  original  weight  at  787 £  carats.  The  Rajah  of  Mattan  has  in 
his  possession  a  diamond  from  Borneo,  weighing  367  carats.  The  mines  of  Brazil  were  not 
known  to  afford  diamonds  till  the  commencement  of  the  eighteenth  century. 
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GRAPHITE.    Plumbago. 

Hexagonal.  In  flat  six-sided  tables.  The  basal  planes  (O)  are  often 
striated  parallel  to  the  alternate  edges.  Cleavage :  basal,  perfect.  Com- 
monly in  imbedded,  foliated,  or  granular  masses.  Rarely  in  globular  con- 
cretions, radiated  in  structure. 

H. = 1-2.  Ot. = 2-09-2-229.  Lustre  metallic.  Streak  black  and  shining. 
Color  iron-black — dark  steel-gray.  Opaque.  Sectile ;  soils  paper.  Thin 
laminae  flexible.     Feel  greasy. 

Var, — (a)  Foliated ;  (()  columnar,  and  sometimes  radiated ;  (e)  scaly,  massive,  and  slaty ; 
(d)  granular  massive ;  (e)  earthy,  amorphous,  without  metallic  lustre  except  in  the  streak ; 
(/)  in  radiated  concretions. 

Oomp. — Pure  carbon,  with  often  a  little  iron  sesquioxide  mechanically  mixed. 

Pyr.,  etc. — At  a  high  temperature  it  burns  without  flame  or  smoke,  leaving  usually  some 
red  oxide  of  iron.  B.B.  infusible ;  fused  with  nitre  in  a  platinum  spoon,  deflagrates,  con- 
verting the  reagent  into  potassium  carbonate,  which  effervesces  with  acids.  Unaltered  by 
acids. 

Diff.— See  molybdenite,  p.  211. 

Obs, — Graphite  occurs  in  beds  and  imbedded  masses,  lamina,  or  scales,  in  granite,  gneiss, 
mica  schists,  crystalline  limestone.  It  is  in  some  places  a  result  of  the  alteration  by  heat  of 
the  coal  of  the  coal  formation.  Sometimes  met  with  in  greenstone.  It  is  a  common  furnace 
product. 

Occurs  at  Borrowdale  in  Cumberland  ;  in  Glenstrathfarrar  in  Invernesshire  ;  at  Arendal  in 
Norway;  in  the  Urals,  Siberia,  Finland;  in  various  parts  of  Austria;  Prussia;  France. 
Large  quantities  are  brought  from  the  East  Indies. 

In  the  United  States,  the  mines  of  Sturbridge,  Mass.,  of  Ticonderoga  and  Fishkill,  N.  T., 
of  Brandon,  Vt.,  and  of  Wake,  N.  0.,  are  worked;  and  that  of  Ashford,  Conn.,  formerly 
afforded  a  large  amount  of  graphite.     It  occurs  sparingly  at  many  other  localities. 

The  name  black  lead,  applied  to  this  species,  is  inappropriate,  as  it  contains  no  lead.  The 
name  graphite,  of  Werner,  is  derived  from  ypi$*%  to  write. 

Nordenskiold  makes  the  graphite  of  Ersby  and  Storgard  monoctinio. 
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II.  SULPHIDES,  TELLURIDES,  SELENIDES,  ARSEN- 
IDES, BISMUTHIDES. 

1.  BINARY  COMPOUNDS. — Sulphides  and  Tellurtobs  of  the  Metals 
of  the  Sulphur  and  Absenio  groups. 


REALGAR. 

Monoclinic.     C  =  66°  5',  I A 1=  74°  26',  Marignac,  Scacchi,  O  A 1-1  = 
138°  21';  c  :  b  :  d  =  0-6755  :  0-6943 : 1.   Habit  pris- 
matic.   Cleavage  :  i-i,   O  rather  perfect ;  I,  i-i  in 
traces.     Also  granular,  coarse  or  fine  ;  compact. 

II. =1-5-2.  G.= 3*4-3-6.  Lustre  resinous.  Color 
aurora-red  or  orange-yellow.  Streak  varying  from 
(u-ange-red  to  aurora-red.  Transparent — translu- 
cent.   Fracture  conchoidal,  uneven. 


k^jj^ 


Oomp.— AsS= Sulphur  29.9,  arsenio  70-1=100. 

Pyr,,  etc — In  the  closed  tube  melts,  volatilizes,  and  gives  a 
transparent  red  sublimate  ;  in  the  open  tube,  sulphurous  fumes, 
and  a  white  crystalline  sublimate  of  arsenous  oxide.     B.B.  on 

charcoal  burns  with  a  blue  flame,  emitting  arsenical  and  sulphurous  odors.     Soluble  in  caustic 
alkalies. 

Obs. — Occurs  with  ores  of  silver  and  lead,  in  Upper  Hungary ;  in  Transylvania ;  at  Joachims- 
thai  ;  Schneeberg ;  Andreasberg ;  in  the  Binnenthal,  Switzerland,  in  dolomite  ;  at  Wiesloch 
in  Baden ;  near  Julamerk  in  Koordistan  ;  in  Vesuvian  lavas,  in  minute  crystals. 


ORPIMXJNT. 


Orthorhombic.  1 A 1  =  100°  40',  O  A 1-1  =  126°  30',  Mohs.  i  :  I :  &  = 
1*3511  :  1*2059  :  1.  Cleavage  :  i-l  highly  perfect,  i-l  in  traces,  i-l  longi- 
tudinally striated.  Also,  massive,  foliated,  or  columnar;  sometimes  reni- 
forni. 

H.= 1*5-2.  G.=3*48,  Ilaidinger.  Lustre  pearly  upon  the  faces  of  per- 
fect cleavage  ;  elsewhere  resinous.  Color  several  shades  of  lemon-yellow. 
Streak  yellow,  commonly  a  little  paler  than  the  color.  Sub  transparent — 
snbtranslucent  Sub-sectile.  Thin  laminae  obtained  by  cleavage  flexible 
but  not  elastic. 


Oomp.— AsaS,= Sulphur  39,  arsenic  61=100. 

Pyr.,  etc. — In  the  closed  tube,  fuses,  volatilizes,  and  gives  a  dark  yellow  sublimate ;  other 
reactions  the  same  as  under  realgar.     Dissolves  in  nitro-hydrochloric  acid  and  caustic  alkalies. 

Obs — Orpiment  in  small  crystals  is  imbedded  in  clay  at  Tajowa,  in  Upper  Hungary.  It  is 
usually  in  foliated  and  fibrous  masses,  and  in  this  form  is  found  at  Kapnik,  at  Moldawa,  and 
at  Felsobanya ;  at  Hall  in  the  Tyrol  it  is  found  in  gypsum ;  at  St.  Gothard  in  dolomite  ;  at 
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the  Solfatara  near  Naples.  Near  Julamerk  in  Eoordistan.  Occurs  also  at  Acobambillo,  Pern. 
Small  traces  are  met  with  in  Edenville.  Orange  Co. ,  N.  Y. 

The  name  orpiment  is  a  corruption  of  its  Latin  name  auripipmentum,  "  golden  paint? 
which  was  given  in  allusion  to  the  color,  and  also  because  the  substance  was  supposed  to  con- 
tain gold. 

Dimorphite  of  Scacchi  may  be,  according  to  Kenngott,  a  variety  of  orpiment. 


A 


8TEBNITI3.    Antimonite.  Gray  Antimony.  Antimony  Glance.  Antimonglanx,  Germ. 

Orthorhombic.    I A  /==  90°  54',  0  A  1-i  =  134°  16',  Krenner ;  c  :  b  :  d  = 

1-0259  :  1-0158  :  1.  OM  =  124° 
422  423  45';   O  A  1-1  =  134°  42f. 

Lateral  planes  deeply  striated 
longitudinally.  Cleavage:  il highly 
perfect.  Often  columnar,  coarse  or 
fine  ;  also  granular  to  impalpable. 

H.=2.  G. =4-516,  Hauy.  Lustre 
metallic.  Color  and  streak  lead- 
gray,  inclining  to  steel-gray :  sub- 
ject to  blackish  tarnish,  sometimes 
iridescent.  Fracture  small  sub-con- 
choidal.  Sectile.  Thin  laminae  a 
little  flexible. 


Compr— Sb,S,= Sulphur  282,  antimony  71  -8=100. 

Pyr.,  etc, — In  the  open  tube  sulphurous  and  antiraonoue  fumes,  the  latter  condensing  as  a 
white  sublimate  which  B.B.  is  non  -volatile.  On  charcoal  fuses,  spreads  out,  gives  sulphurous 
and  antimonons  fumes,  coats  the  coal  white ;  this  coating  treated  in  E.  F.  tinges  the  flame 
greenish-blue.     Fus.  =  1.     When  pure  perfectly  soluble  in  hydrochloric  acid. 

Diff — Distinguished  by  its  perfect  cleavage ;  also  by  its  extreme  fusibility  and  other  blow- 
pipe characters. 

Obi. — Occurs  with  spathic  iron  in  beds,  but  generally  in  veins.  Often  associated  with 
blende,  barite,  and  quartz. 

Met  with  in  veins  at  Wolfsborg,  in  the  Harz  ;  at  Braunsdorf ,  near  Freiberg ;  at  Przibram ; 
in  Hungary ;  at  Pereta,  in  Tuscany ;  in  the  Urals ;  in  Dumfriesshire ;  in  Cornwall.  Also 
found  in  different  Mexican  mines.     Also  abundant  in  Borneo. 

In  the  United  States,  it  occurs  sparingly  at  Carmel,  Me.  ;  at  Cornish  and  Lyme,  N.  H. ; 
at  "  Soldier's  Delight,"  Md.  ;  in  the  Humboldt  mining  region  in  Nevada ;  also  in  the  mines 
of  Aurora,  Esmeralda  Co.,  Nevada.  Also  found  in  New  Brunswick,  20  m.  from  Fredericton, 
S.  W.  side  of  St.  John  a. 

This  ore  affords  much  of  the  antimony  of  commerce.  The  crude  antimony  of  the  shops  is 
obtained  by  simple  fusion,  which  separates  the  accompanying  rock.  From  this  product  most 
of  the  pharmaceutical  preparations  of  antimony  are  made,  and  the  pure  metal  extracted. 

Livingstonitk  (Bareena).— Resembles  stibnite  in  physical  characters,  but  has  a  red 
streak,  and  contains,  besides  sulphur  and  antimony,  14  p.  c.  mercury.  Huitzuco,  State  of 
Guerrero,  Mexico. 


BI8MUTHINITE.    Bismuth  Glance.    Wismuthglanz,  Germ. 

Orthorhombic.  I A  I  =  91°  30',  Haidinger.  Cleavage  :  brachydiagonal 
perfect ;  macrodiagonal  less  so  ;  basal  perfect.  In  acicular  crystals.  Also 
massive,  with  a  foliated  or  fibrous  structure. 

II. =2.  G. = 6-4-6-459 ;  7-2;  7*16,  Bolivia,  Forbes.  Lustre  metallic. 
Streak  and  color  lead-gray,  inclining  to  tin-white,  with  a  yellowish  or  irides- 
cent tarnish.     Opaque. 
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SULPHIDES,  TELLUBIDE8,   SELENIDES,  ETO.  211 

Oomp.— Bi9Sa= Sulphur  18*75,  bismuth  81*35=100 ;  isomorphons  urith  stibnite. 

Pyn,  etc. — In  the  open  tube  sulphurous  fumes,  and  a  white  sublimate  whioh  B.B.  fuses 
into  drops,  brown  while  hot  and  opaque  yellow  on  cooling.  On  charcoal  at  first  gives  sul- 
phurous fumes,  then  fuses  with  spirting,  and  ooats  the  coal  with  yellow  bismuth  oxide. 
Fug  =1.  Dissolves  readily  in  hot  nitric  acid,  and  a  white  precipitate  falls  on  diluting  with 
water. 

Obs.— Found  at  Brandy  Gill,  Carrock  Fells,  in  Cumberland  ;  near  Redruth ;  at  Botallack 
near  Land's  End ;  at  Herland  Mine,  Gwennap ;  with  childrenite,  near  Callington  ;  in  Saxony; 
at  Eiddarhyttan,  Sweden ;  near  Sorata,  Bolivia.  Occurs  in  Rowan  Co.,  N.  0.,  at  the  Barn- 
hardt  vein  ;  at  Haddam,  Ct. ;  Beaver  Co. ,  Utah. 

Guana  jtjatite  ;  Fremdite.  Fernandez,  1873 ;  Castillo,  1878 ;  Fremd,  1874. — A  bismuth 
selenide,  Bi,Se3  ;  sometimes  with  part  of  the  selenium  replaced  by  sulphur,  that  is,  Bi,(Se,S)t, 
with  Se  :  S=3  :  2,  which  requires  Selenium  23*8,  sulphur  6*5,  bismuth  69*7=1 00.  Isomor- 
phous  with  stibnite  and  bismuthinite  (Schrauf).  Guanajuato,  Mexico.  SiLAONITB  from 
Guanajuato  is  Bi,Se  (Fernandez). 


TBTRADYM1TU.    Tellurwismuth,  Oerm. 

Hexagonal.  OaR  =  118°  38',  R A R  =  81°  2' ;  c  =  1-5865.  Crystals 
often  tabular.  Cleavage :  basal,  very  perfect.  Also  massive,  foliated,  or 
granular. 

II. = 1  -5- 2.  G. = 7'2-7'9.  Lustre  metallic,  splendent.  Color  pale  steel- 
gray.    Not  very  sectile.     Laminae  flexible.     Soils  paper. 

Comp.,  Var. — Consists  of  bismuth  and  tellurium,  with  sometimes  sulphur  and  selenium. 
If  sulphur,  when  present,  replaces  part  of  the  tellurium,  the  analyses  for  the  most  part  afford 
the  general  formula  Bia(Te.  S)3.  Var.  1. — Free  from  svlphur.  Bi*Te 3 = Tellurium  48*1, 
bismuth  519;  G.  =7*808,  from  Dahlonega,  Jackson;  7*642,  id.,  Balch.  2.  Sulphurous. 
Containing  4  or  5  p.  c.  sulphur.     S. =7*500,  crystals  from  Schubkau,  Wehrle. 

Pyr. — In  the  open  tube  a  white  sublimate  of  tellurous  oxide,  which  B.  B.  fuses  to  colorless 
drops.  On  charcoal  fuses,  gives  white  fumes,  and  entirely  volatilises  ;  tinges  the  R.  F.  bluish- 
green  ;  coats  the  coal  at  first  white  (tellurous  oxide),  and  finally  orange-yellow  (bismuth 
oxide) ;  some  varieties  give  sulphurous  and  seleoous  odors. 

Dift— Distinguished  by  its  easy  fusibility  ;  tendency  to  foliation,  and  high  specific  gravity. 

Obs.— Occurs  at  Schubkau,  near  Schemnitz ;  at  Retzbanya ;  Orawitza ;  at  Tellemark  in 
Norway ;  at  Bastnaes  mine,  near  Riddarhyttan,  Sweden. 

In  the  United  States,  associated  with  gold  ores,  in  Virginia  :  in  North  Carolina,  Davidson 
Co.,  etc.  Also  occurs  in  Georgia,  4  m.  E.  of  Dahlonega,  and  elsewhere  ;  Highland,  Montana 
T. ;  Red  Cloud  mine,  Colorado,  rare ;  Montgomery  mine,  Arizona. 

J08KITE. — A  bismuth  telluride,  in  which  half  the  tellurium  is  replaced  by  sulphur  and 
selenium ;  Brazil. 

Wehrlftb. — Composition  probably  Bi(Te,  S).     G.=8*44.    Deutech  Pilsen,  Hungary. 


MOLYBDENITE.    Molybdanglanz,  Oerm. 

In  short  or  tabular  hexagonal  prisms.  Cleavage :  eminent,  parallel  to 
base  of  hexagonal  prisms.  Commonly  foliated,  massive,  or  in  scales :  alsd 
line  granular. 

11.=:  1-1-5,  being  easily  impressed  by  the  nail.  G.=4"44-4-8.  Lustre 
metallic.  Color  pure  lead-gray.  Streak  similar  to  color,  slightly  inclined 
to  green.  Opaque.  Laminae  very  flexible,  not  elastic.  Sectile,  and  almost 
malleable.     Bluish-gray  trace  on  paper. 
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Comp.— MoS,= Sulphur  41*0,  molybdenum  590=100. 

Pyr.,  etc. — In  the  open  tube  sulphurous  fumes.  B.B.  in  the  forceps  infusible,  imparts  a 
yellowish-green  color  to  the  flame  ;  on  charcoal  the  pulverized  mineral  gives  in  O.  F.  a  strong 
odor  of  sulphur,  and  coats  the  ooal  with  crystals  of  molybdic  oxide,  which  appear  yellow 
while  hot,  and  white  on  cooling ;  near  the  assay  the  coating  is  copper-red,  and  if  the  white 
coating  be  touched  with  an  intermittent  R.F.,  it  assumes  a  beautiful  azure-blue  color. 
Decomposed  by  nitric  acid,  leaving  a  white  or  grayish  residue  (molybdic  oxide). 

Diff. — Distinguished  from  graphite  by  its  color  and  streak,  and  also  by  its  behavior  (yield- 
ing sulphur,  etc. )  before  the  blowpipe. 

Obs  — Molybdenite  generally  occurs  imbedded  in,  or  disseminated  through,  granite,  gneiss, 
zircon-syenite,  granular  limestone,  and  other  crystalline  rocks.  Found  in  Sweden :  Norway ; 
Russia.  Also  in  Saxony  ;  in  Bohemia  ;  Bathausberg  in  Austria  ;  near  Miask,  Urals ;  Chewy 
in  France ;  Peru  ;  Brazil ;  Calbeck  Fells,  and  elsewhere  in  Cumberland ;  several  of  the  Corni&h 
mines ;  in  Scotland  at  East  Tulloch,  etc. 

In  Maine,  at  Blue  Hill  Bay  and  Camdage  farm.  In  Conn.,  at  Haddam.  In  Vermont,  at 
Newport.'  In  N.  Hampshire,  at  Westmoreland ;  at  Llandaff ;  at  Franconia.  In  Mass.,  at 
Shutesbury  ;  at  Brimfield.  In  N.  York,  near  Warwick.  In  Penn.,  in  Chester,  on  Chester 
Creek  ;  near  Concord,  Cabarrus  Co.,  N.  C.  In  California,  at  Excelsior  gold  mine,  in  Excel- 
sior district    In  Canada,  at  several  places. 


2.  BINARY  COMPOUNDS.— Sulphides,  Tellurides,  etc.,  of  Metals 
of  the  Gold,  Iron,  and  Tin  Groups. 

A.*BASIC   DIVISION. 

DYSGRASTTE.    Antimonial  Silver.    Antimon-Silber,  Qerm. 

Orthorhornbic.  I A  I  =  119°  59'  ;  0  A  It  130°  41' ;  c  :  b  :  &  =  1-1688: 
1-7315  :  1 ;  Oa1  =  126°  40' ;  Oh  14  =  146°  6\  Cleavage :  basal  distinct : 
1-i  also  distinct ;  /  imperfect.  Twins :  stellate  forms  and  hexagonal 
prisms.  Prismatic  planes  striated  vertically.  Also  massive,  granular ;  par- 
ticles of  various  sizes,  weakly  coherent. 

H.=3-5-4.  G.=9#44-9'82.  Lustre  metallic.  Color  and  streak  silver- 
white,  inclining  to  tin-white ;  sometimes  tarnished  yellow  or  blackish. 
Opaque.     Fracture  uneven. 

Oomp Ag«Sb= Antimony  22,  silver  78=100.     Also  AgeSb=Antimony  15-66,  silver  8434, 

and  other  proportions. 

Pyr.,  etc. — B.  B.  on  charcoal  fuses  to  a  globule,  «oating  the  coal  with  white  antimonons 
oxide,  and  finally  giving  a  globule  of  almost  pure  silver.  Soluble  in  nitric  acid,  leaving  anti- 
monous  oxide. 

Obs.— Occurs  near  Wolfach  in  Baden,  Wittichen  in  Suabia,  and  at  Andreasberg  ;  also  at 
Allemont  in  Daupbine,  Gasalla  in  Spain,  and  in  Bolivia,  S.  A. 


DOMSYKITJJ.    Arsenikkupfer,  Germ. 

Reniform  and  botryoidal ;  also  massive  and  disseminated. 

II. = 3-3*5.  G. = 7-7-50,  Portage  Lake,  Genth.  Lustre  metallic  but  dull 
on  exposure.  Color  tin-white  to  steel-gray,  with  a  yellowish  to  pinchbeck- 
brown,  and,  afterward,  an  iridescent  tarnish.     Fracture  uneven. 
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Comp. — CuaAs= Arsenic  28*3,  copper  71*7 =100. 

Pyrn  etc. — In  the  open  tube  fuses  and  gives  a  white  crystalline  sublimate  of  arsenous 
oxide.  B.B.  on  charcoal  arsenical  fumes  and  a  malleable  metallic  globule,  which,  on  treat- 
ment with  soda,  gives  a  globule  of  pure  copper.  Not  dissolved  in  hydrochloric  acid,  bat 
soluble  in  nitric  acid. 

Obs. — From  the  mines  of  Chili.  In  N.  America,  found  on  the  Sheldon  location,  Portage 
Lake ;  and  at  Michipicoten  Island,  in  L.  Superior. 

Aloodonite. — Composition,  CueAs= Arsenic  16*5,  copper  83*5.    Chili  ;  also  Lake  Superior. 

Whitneyitb.— Cu»As= Arsenic  116,  copper  88*4=100.  Houghton,  Mich.,  also  California, 
Arizona. 


B.  PROTO  DIVISION. 

(a)  Oalenite  Group.    Isometric;   holohedral. 

ARGENTITE.    Silver  Glance.    Vitreous  Silver.     Silberglanz,  Qerm. 

Isometric.  Cleavage :  dodecahedral  in  traces.  Also  reticulated,  arbores- 
cent, and  filiform  ;  also  amorphous. 

II.=2~2-5.  G. =7-196-7"365.  Lustre  metallic.  Streak  and  color  black- 
ish  lead-gray  ;  streak  shining.  Opaque.  Fracture  small  sub-conchoidal, 
uiieveu.     Malleable. 

Comp — Ag»S= Sulphur  12*9,  silver  87  1=100. 

Pyx.,  etc. — In  the  open  tube  gives  off  sulphurous  oxide.  B.B.  on  charcoal  fuses  with  intu- 
mescence in  O.F.,  emitting  sulphurous  fumes,  and  yielding  a  globule  of  silver. 

Dint — Distinguished  from  other  silver  ores  by  its  malleability. 

Obs. — Found  in  the  Erzgebirge ;  in  Hungary ;  in  Norway,  near  Kongsberg  ;  in  the  Altai ; 
in  the  Urals  at  the  Blagodat  mine ;  in  Cornwall ;  in  Bolivia ;  Peru ;  Chili ;  Mexico,  etc. 
Occurs  in  Nevada,  at  the  Comstock  lode,  and  elsewhere. 

Oldo  amitb  from  the  Busti  meteorite  is  essentially  CaS. 

Naumannitb. — A  silver  selenide,  containing  also  some  lead.  Color  iron-black.  From 
the  Harz. 

Eucairite. — A  silver-copper  selenide,  (Cu,  Ag)aSe.  Color  silver-white  to  gray.  Sweden ; 
Chill 

OROOKBSTTB. 

Massive,  compact ;  no  trace  of  crystallization. 

H.=2-5-3.    &.=6-90.    Lustre  metallic.     Color  lead-gray.     Brittle. 

Oomp.— (Cu,,Tl,Ag)  Se=Selenium  33*28,  oopper  45*76.  thallium  17*25,  silver  3 71 —100. 

Pyr.,  etc — B.B.  fuses  very  easily  to  a  greenish-black  shilling  enamel,  coloring  the  flame 
strongly  green.     Insoluble  in  hydrochloric  acid  ;  completely  soluble  in  nitric  acid. 

Obs. — From  the  mine  of  Skrikerum  in  Norway.  Formerly  regarded  as  selenide  of  oopper 
or  berzelianite. 

OAXJ3NITB.    Galena.    Bleiglanz,  Germ. 

Isometric  ;  habit  cubic  (see  f.  38,  39,  etc.,  p.  15).  Cleavage,  cubic,  per- 
fect; octahedral  in  traces.  Twins:  twinning-plane,  the  octahedral  plane, 
1  425  (f .  263,  p.  88) ;  the  same  kind  of  composition  repeated,  f .  426,  and 
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flattened  parallel  to  1.    Also  reticulated,  tabular ;  coarse  or  fine  granular ; 
sometimes  impalpable ;  occasionally  fibrous. 


424 


H.=2-5-2*75.  G.=7'25-7*7.  Lustre  metallic.  Color  and  streak  pure 
lead-gray.  Surface  of  crystals  occasionally  tarnished.  Fracture  flat  sub- 
chonchoidal,  or  even.     Frangible. 

Oomp.,  Var. — PbS = Sulphur  13  '4,  lead  86  -6 = 100.  Contains  silver,  and  occasionally  selen- 
ium, zinc,  cadmium,  antimony,  copper,  as  sulphides ;  besides,  also,  sometimes  native  silver 
and  gold ;  all  galenite  is  more  or  less  argentiferous,  and  no  external  characters  serve  to  dis- 
tinguish the  relative  amount  of  silver  present. 

Pyr. — In  the  open  tube  gives  sulphurous  fumes.  B.B.  on  charcoal  fuses,  emits  sulphurous 
fumes,  coats  the  coal  yellow,  and  yields  a  globule  of  metallic  lead.     Soluble  in  nitric  acid. 

Diflf. — Distinguished  in  all  but  the  finely  granular  varieties  by  its  perfect  cubic  cleavage. 

Obi. — Occurs  in  beds  and  veins,  both  in  crystalline  and  uncrystalline  rocks.  It  is  often 
associated  with  pyrite,  marcasite,  blende,  chalcopyrite,  arsenopyrite.  etc.,  in  a  gangue  of 
quartz,  calcite,  barite,  or  fluorite,  etc.  ;  also  with  cerussite,  anglesite,  and  other  salts  of  lead, 
which  are  frequent  results  of  its  alteration.  It  is  also  common  with  gold,  and  in  veins  of 
silver  ores.  Some  prominent  localities  are : — Freiberg  in  Saxony,  the  Hans,  Przibram  and 
Joachimsthal,  Styria ;  and  also  Bleiberg,  and  the  neighboring  localities  of  Carinthia,  Sola  in 
Sweden,  Leadhills  and  the  killas  of  Cornwall,  in  veins ;  Derbyshire,  Cumberland,  and  the 
northern  districts  of  England  ;  in  Nertschinsk,  East  Siberia;  in  Algeria;  near  Cape  of  Good 
Hope ;  in  Australia ;  Chili ;  Bolivia,  etc. 

Extensive  deposits  of  this  ore  in  the  United  States  exist  in  Missouri,  Illinois,  Iowa,  and 
Wisconsin.  Other  important  localities  are : — in  New  York,  Bossie,  St.  Lawrenoe  Co. : 
Wurtzboro.  Sullivan  Co. ;  at  Ancram,  Columbia  Co  •  in  Ulster  Co.  In  Maine,  at  Lubec  In 
New  Hampshire,  at  Eaton  and  other  places.  In  Vermont,  at  Thetford.  In  Connecticut*  at 
Middletown.  In  Massachusetts,  at  Newburyport,  at  Southampton,  etc.  In  Pennsylvania,  at 
Phenixville  and  elsewhere.  In  Virginia,  at  Austin's  mines  in  Wythe  Co. ,  Walton's  gold  mine 
in  Louisa  Co..  etc.  In  Tennessee,  at  Brown's  Creek,  and  at  Haysboro,  near  Nashville.  In 
Michigan*  in  the  region  of  Chocolate  river,  and  Lake  Superior  copper  districts,  on  the 
N.  shore  of  L.  Superior,  in  Neebing  on  Thunder  Bay,  and  around  Black  Bay.  In  Cali- 
fornia* at  many  of  the  gold  mines.  In  Nevada,  abundant  on  Walker  s  river,  and  at  Steam- 
boat Springs,  Galena  district.  In  Arizona,  in  the  Castle  Dome,  Eureka,  and  other  districts. 
In  Colorado,  at  Pike's  Peak,  eta 


OI1AU8THAIJTB.    Selenblei,  Qertn. 

Isometric.  Occurs  commonly  in  fine  granular  masses ;  some  specimens 
foliated.     Cleavage  cubic. 

H.= 2-5-3.  G.=7;6-8-8.  Lustre  metallic.  Color  lead-gray,  somewhat 
bluish.     Streak  darker.     Opaque.     Fracture  granular  and  snining. 

Oomp.,  Var.— PbSe= Selenium  27*6,  lead  72-4=100.  Besides  the  pure  selenide  of  lead, 
there  are  others,  often  arranged  as  distinct  species,  which  contain  cobalt,  copper,  or  mercury, 
in  place  of  part  of  the  lead,  and  sometimes  a  little  silver  or  iron. 
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Pyr. — Decrepitates  in  the  closed  tube.  In  the  open  tube  gives  selenous  fames  and  a  red 
sublimate.  B.  B.  on  charcoal  a  strong  selenous  odor ;  partially  fuses.  Coats  the  coal  hear 
the  assay  at  first  gray,  with  a  reddish  border  (selenium),  and  later  yellow  (lead  oxide) ;  when 
pure  entirely  volatile ;  with  soda  gives  a  globule  of  metallic  lead. 

Obs— Much  resembles  a  granular  galenite;  but  the  faint  tinge  of  blue  and  the  B.B. 
selenium  fumes  serve  to  distinguish  it. 

Found  at  Clausthal,  Tilkerode,  Zorge,  Lehrbach,  etc.,  in  the  Harz  ;  at* Reinsberg  in  Sax- 
ony ;  at  the  Rio  Tinto  mines,  Spain  ;  Cacheuta  mine,  Mendoza,  S.  A. 

Zorgite  and  Leilrbachite  occur  with  clausthalite  in  the  Harz.  Zorgite  is  a  lead-copper 
selenide.     Lehrbachite  is  a  lead-mercury  selenide. 

Berzelianite.— Cu«Se= Selenium  88  4,  copper  61*6=100.  Color  silver-white.  From 
Sweden,  also  the  Harz. 

Altaitb.  —Composition  PbTe = Tellurium  88 *3,  lead  61  *1 7.  Isometric.  Color  tin-white. 
From  Savodinski  in  the  Altai ;  Stanislaus  mine,  Cal. ;  Red  Cloud  mine,  Colorado ;  Province 
of  Coquimbo,  Chili 

Tiemannite  (Selenquecksilber,  Germ.).—  A  mercury  selenide,  probably  HgSe.  Massive. 
Found  in  the  Harz ;  also  California. 


BORNITB.    Erubesoite.    Purple  Copper  Ore.     Buntkupfererz,  Germ. 

Isometric.  Cleavage  :  octahedral  in  traces.  Massive,  structure  granular 
or  compact. 

H.=3.  G.=4*4-5*5.  Lustre  metallic.  Color  between  copper-red  and 
pinchbeck-brown;  speedily  tarnishes.  Streak  pale  grayish- bJack,  slightly 
shining.     Fracture  small  couchoidal,  uneven.     Brittle. 

Comp. — For  crystallized  varieties  FeCuaS,,  or  sulphur  28*06,  iron  16*86,  copper  55  -58=100. 
Other  varieties  are  :  Fe3Cu8S4,  FeCu»Sa,  and  so  on.  The  ratio  of  R  (Cu  or  Fe)  to  S  has  the 
values  5  :  4,  4  :  3,  3  :  2V  7  :  8  (Rammelsberg).  Analysis,  Collier,  from  Bristol,  Ct.  Sulphur 
25*83,  copper  61*79,  iron  11*77,  silver  tr.  =99-39  (R  :  S=8  :  2). 

Pyr.,  etc. — In  the  closed  tube  gives  a  faint  sublimate  of  sulphur.  In  the  open  tube  yields 
sulphurous  oxide,  but  gives  no  sublimate.  B.B.  on  charcoal  fuses  in  R.F.  to  a  brittle  mag- 
netic globule.  The  roasted  mineral  gives  with  the  fluxes  the  reactions  of  iron  and  copper, 
and  with  soda  a  metallic  globule.     Soluble  in  nitric  acid  with  separation  of  sulphur. 

Din*. — Distinguished  by  its  copper-red  color  on  the  fresh  fracture. 

Obs. — Found  in  the  mines  of  Cornwall ;  at  Ross  Island  in  Killamey,  Ireland  ;  at  Mount 
Catmi,  Tuscany ;  in  the  Mansfeld  district.  Germany ;  and  in  Norway.  Siberia,  Silesia,  and 
Hungary.  It  is  the  principal  copper  ore  at  some  Chilian  mines ;  also  common  in  Peru,  Boli- 
via, and  Mexico.  At  Bristol,  Conn.,  it  has  been  fouud  abundantly  in  good  crystals.  Found 
massive  at  Mahoopeny,  Penn.,  and  in  other  parts  of  the  same  State;  also  at  Chesterfield, 
Mass. ;  also  in  New  Jersey.    A  common  ore  in  Canada,  at  the  Acton  and  other  mines. 

Alabandite  (Manganglanz,  Germ.), — MnS= Sulphur  36*7,  manganese 68.3=100.  Isomet- 
ric   Cleavage  cubic.     Color  black.     Streak  green.     From  Transylvania,  etc. 

GrCnauite. — A  sulphide  containing  nickel,  bismuth,  iron,  cobalt,  copper.  From 
Oriinau. 


(J)   Blende  Group.    Isometric  ;  tetrahedral. 

SPHALERITE  or  ZINC  BLENDE.    Black-Jack,  Engl  Miners. 

Isometric :  tetrahedral.  Cleavage :  dodeeahedral,  highly  perfect.  Twins : 
twiiming-plane  1,  as  in  f .  429.  Also  botryoidai,  and  other  imitative  shapes ; 
Bometimes  fibrous  and  radiated  ;  also  massive,  compact. 

H.=3-5-4.  G.=3#9-4*2.  4*063,  white,  New  Jersey.  Lnstre  resinous 
to  adamanite.     Color  brown,  yellow,  black,  red,  green ;  white  or  yellow 
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when  pure.      Streak  white — reddish-brown.      Transparent — translucent 
Fracture  conchoidal.    Brittle. 

428 


Oomp.,  Var.—ZnS- Sulphur  33,  zinc  67=100.  But  often  having  part  of  the  zinc  replaced 
by  iron,  and  sometimes  by  cadmium  •  also  containing  in  minute  quantities,  thallium,  indium, 
and  gallium.  Var.  1.  Ordinary.  Containing  little  or  no  iron  ;  colors  white  to  yellowish- 
brown,  sometimes  black ;  G.=3  9-4*1.  2.  Ferriferous  ;  Marmatite.  Containing  10  p.  c.  or 
more  of  iron;  dark-brown  to  black  ;  G.=3a9-4'2.  The  proportion  of  iron  sulphide  to  zinc 
sulphide  varies  from  1  :  5  to  1  :  2.  3.  Cadmiferous  ;  Prribramite.  The  amount  of  cadmium 
present  in  any  blende  thus  far  analyzed  is  less  than  5  per  cent.  Each  of  the  above  varieties 
may  occur  (a)  in  crystals  •  (b)  firm,  fibrous,  or  columnar,  at  times  radiated  or  plumose  ;  (c) 
cleavable,  massive,  or  foliated ;  (ri)  granular,  or  compact  massive. 

Pyr.,  etc. — In  the  open  tube  sulphurous  fumes,  and  generally  changes  color.  B.B.  on 
charcoal,  in  R.  F. ,  some  varieties  (five  at  first  a  reddish-brown  coating  of  cadmium  oxide,  and 
later  a  coating  of  zinc  oxide,  which  is  yellow  while  hot  and  white  after  cooling.  With  cobalt 
solution  the  zinc  coating  gives  a  green  color  when  heated  in  O.F.  Most  varieties,  after 
roasting,  give  with  borax  a  reaction  for  iron.  With  soda  on  charcoal  in  R.F.  a  strong  green 
zinc  flame.     Difficultly  fusible. 

Dissolves  in  hydrochloric  acid,  during  which  sulphuretted  hydrogen  is  disengaged.  Some 
specimens  phosphoresce  when  struck  with  a  steel  or  by  friction. 

Difi. — Generally  to  be  distinguished  by  its  perfect  cleavage,  giving  angles  of  60°  and  120°; 
by  its  resinous  lustre,  and  also  by  its  inrusibility. 

Obs. — Occurs  in  both  crystalline  and  sedimentary  rocks,  and  is  usually  associated  with 
galenite  ;  also  with  barite,  chaloopyrite,  fluorite,  siderite,  and  frequently  in  silver  mines. 

Derbyshire,  Cumberland,  and  Cornwall,  afford  different  varieties ;  also  Transylvania;  Hun- 
gary ;  the  Harz;  Sahla  in  Sweden:  Batieborzitz  in  Bohemia;  many  Saxon  localities. 
Splendid  orystals  in  dolomite  are  found  in  the  BinnenthaL 

Abounds  with  the  lead  ore  of  Missouri,  Wisconsin,  Iowa,  and  Illinois.  In  N.  York,  Sulli- 
van Co.,  near  Wurtzboro' ;  in  St.  Lawrence  Co.,  at  Cooper's  falls,  at  Mineral  Point;  at  the 
Anoram  lead  mine  in  Columbia  Co.  ;  in  limestone  at  Lockport  and  other  places.  In  Ma**., 
at  Sterling ;  at  the  Southampton  lead  mines ;  at  Hatfield.  In  N.  Hamp.,  at  the  Eaton  lead 
mine  ;  at  Warren,  a  large  vein  of  black  blende.  In  Maine,  at  the  Lubeo  lead  mines,  etc. 
In  Conn.,  at  Roxbury,  and  at  Lane's  mine,  Monroe.  In  N.  Jersey,  a  white  variety  at  Frank- 
lin. In  Penn.,  at  the  Wheatley  and  Perkiomen  lead  mines  ;  near  Friedensville,  Lehigh  Co. 
In.  Virginia,  at  Austin's  lead  mines,  Wythe  Co.  In  Michigan,  at  Prince  vein,  Lake  Superior. 
In  Illinois,  near  Bosiclare ;  near  Galena,  in  stalactites,  covered  with  pyrite,  and  galenite. 
In  Wisconsin,  at  Mineral  Point.     In  Tennessee,  at  Haysboro',  near  Nashville. 

Named  blende  because,  while  often  resembling  galena,  it  yielded  no  lead,  the  word  in  Ger- 
man meaning  blind  or  deceiving.    Sphalerite  is  from  <r<pa\€p6s,  treacherous. 


(o)  Ghalcocite  Group.     Orthorhombic. 
HESSITE.    Tellursilber,  Germ. 

Orthorhombic,  and  resembling  chalcoeite.     Cleavage  indistinct    Mas- 
rive  ;  compact  or  fine  grained  ;  rarely  coarse-granular. 
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H.=2-3-5.     G.=8-3-8-6.     Lustre  metallic, 
and  steel-gray.     Sectile.    Fracture  even. 


Color  between  lead-gray 


Comp. — AgaTe=Tellurinm  37  2,  silver  62*8=100.  Silver  sometimes  replaced  in  part  by 
gold. 

Pyr.— In  the  open  tube  a  faint  white  sublimate  of  tellurous  oxide,  which  B.B.  fuses  to 
colorless  globules.  On  charcoal  fuses  to  a  black  globule ;  this  treated  in  R.F.  presents  on 
cooling  white  dendritic  points  of  silver  on  its  surface  ;  with  soda  gives  a  gl  >bule  of  silver. 

Obs. — Occurs  in  the  Altai,  in  Siberia,  in  a  talcose  rock  ;  at  Nagyag  in  Transylvania,  and  at 
Betzbanya  in  Hungary ;  Stanislaus  mine,  Calaveras  Co. ,  Cai ;  Red  Cloud  mine,  Colorado ; 
Province  of  Coquimbo,  Chili. 

Pktzite. — Differs  from  hessite  in  that  gold  replaces  much  of  the  silver.  H.  =2*5.  G.= 
8  72-8*83,  Petz;  9-9*4,  Kustel.  Color  between  steel-gray  and  jron-black,  sometimes  with 
pavonine  tarnish,  Streak  iron -black.  Brittle.  Analysis  by  Genth,  from  Golden  Rule  mine, 
tellurium  32*68,  silver  41 -B6,  gold  25*60= 100*14.  Occurs  at  the  localities  stated  above,  with 
other  ores  of  teUurium. 

Tapaxpite  (Tellurwismuthsilber). — Composition  (Bamm,),  Ag9BiaTeaS(AgaS+2BiTe). 
Granular.     Color  gray.     Sierra  de  Tapalpa,  Mexico. 

AOANTHTTB. 

Orthorhorabic.  7a I  =  110°  54' ;  O  A  l-l  =  124°  42',  Dauber ;  c  :  b  :  & 
=  1*4442  :  1-4523  :  1.  O A l-l  =  135°  10';  0Al  =  119°  42'.  Twins: 
parallel  to  1-t.  Crystals  usually  slender-pointed  prisms.  Cleavage  indis- 
tinct. 

H.=2-5  or  under.  G.=7,16-7,33.  Lustre  metallic.  Color  iron-black 
or  like  argentite.     Fracture  uneven,  giving  a  shining  surface.     Sectile. 

Comp, — Ag,S,  or  like  argentite.     Sulphur  12*9,  silver  87-1=100. 

Pyr. — Same  as  for  argentite,  p.  213. 

Obi.— Found  at  Joachimsthal ;  also  near  Freiberg  in  Saxony. 


CHAIiOOOITB.    Chalcosine.     Vitreous  Copper.    Copper  Glance.    Kupferglanz,  Gernu 

Orthorhombic.  7a  7=  119°  35',  O  A  l-l  =  120°  57' ;  e  : I :  a  =  1-6676  : 
1-7176:1;  C>  A 1  =  117°  24' ;  0A  l-l  =  135°  52'.  Cleavage  :  7,  indistinct. 
Twins  :  twinning-plane,  7,  producing  hexagonal,  or  stellate  forms  (left  half 

480  481  432  433 


Bristol,  Ct.  Bristol,  Ct.  Bristol,  Ct. 

of  f.  432) ;  also  |-£,  a  cruciform  twin  (f.  432),  crossing  at  angles  of  111° 
and  69° ;  f.  433,  a  cruciform  twin,  having  O  and  7  of  one  crystal  parallel 
respectively  to  i-i  and  O  of  the  other.  Also  massive,  structure  granular, 
or  compact  and  impalpable. 
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H.= 2*5-3.  G.=5-5-5-8.  Lustre  metallic.  Color  and  streak  blackish 
lead-gray  ;  often  tarnished  blue  or  green  ;  streak  sometimes  shining.  Frac- 
ture conchoidal. 

Oomp.— CuaS= Sulphur  202,  copper  79-8=100. 

Pyr,,  etc. — Yie'ds  nothing  volatile  in  the  closed  tube.  In  the  open  tube  gives  off  sulphur- 
ous fumes.  B.B.  on  charcoal  melts  to  a  globule,  which  boils  with  spirting;  with  soda  is 
reduced  to  metallic  copper.     Soluble  in  nitric  acid. 

Obs. — Cornwall  affords  splendid  crystals.  The  compact  and  massive  varieties  occur  in 
Siberia,  Hesse,  Saxony,  the  Bannat,  etc. ;  Mt.  Catini  mines  in  Tuscany ;  Mexico,  Peru, 
Bolivia,  Chili. 

In  the  United  States,  it  has  been  found  at  Bristol,  Conn.,  in  large  and  brilliant  crystals. 
In  Virginia,  in  the  United  States  copper  mine  district,  Orange  Co.  Between  Newmarket  and 
Taney  town,  Maryland.  In  Arizona,  near  La  Paz  ;  in  N.  W.  Sonora.  In  Nevada,  in  Washoe, 
Humboldt.  Churchill,  and  Nye  Cos. 

Harrisite  of  Shepard,  from  Canton  mine,  Georgia,  is  ohalcocite  with  the  cleavage  of 
galenite  (pseudomorphous,  Oenth). 

STROMEYBRITE,    Silberkupferglanz,  Germ. 

Orthorhombie :  isoinorphous  with  ohalcocite.  /A/=119°  35'.  Also 
massive,  compact. 

H.= 2-5-3.  G.= 6-2-6*3.  Lustre  metallic.  Color  dark  steel-gray. 
Streak  shining.     Fracture  subconchoidal. 

Oomp.— AgCuS=AgaS+Cu,S=Sulphur  157,  silver  53-1,  copper  31*2-100. 

Pyr.,  etc. — Fuses,  but  gives  no  sublimate  in  the  closed  tube.  In  the  open  tube  sulphurous 
fumes.  B.B.  on  charcoal  in  O.F.  fuses  to  a  semi-malleable  globule,  which,  treated  with  the 
fluxes,  reacts  strongly  for  copper,  and  cupelled  with  lead  gives  a  silver  globule.  Soluble  in. 
nitric  acid. 

Obs.— Found  at  Schlangenberg,  in  Siberia ;  at  Budelstadt,  Silesia ;  also  in  Chili ;  at  Com- 
bavalla  in  Peru  ;  at  Heintzelman  mine  in  Arizona. 

Stern bergite.—  An  iron-silver  sulphide,  AgFeaSs.  Johanngeorgenstadt  and  Joachimsthal. 

.(d)  Pyrrhotite  Ghroup.    Hexagonal. 

CINNABAR.    Zinnober,  Germ. 

Rhombohedral.  B  A  R  =  92°  36',  i?  A  0  =  127°  6' ;  c  =  1-1448.  Ac- 
cording to  DesCloizeaux,  tetartohedral,  like  quartz. 
484  Also  granular,  massive ;  sometimes  forming  super- 

ficial coatings. 

Cleavage:  /,  very  perfect.  Twins:  twinning- 
plane  O. 

H= 2-2-5.  G=  8-998,  a  cleavable  variety  from 
Neumarktel.  Lustre  adamantine,  inclining  to  metal- 
lic when  dark-colored,  and  to  dull  in  friable 
varieties.  Color  cochineal-red,  often  inclining  to 
brownish-red  and  lead-gray.  Streak  scarlet,  sub- 
transparent,  opaque.  Fracture  subconchoidal,  un- 
even.    Sectile.     jPolarizatiou  circular. 

Oomp.— HgS  (or  Hg,S,)= Sulphur  13*8,  mercury  86 '2=100.  Sometimes  impure  from  day, 
iron  aeaquioxide,  bitumen. 
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Pyr. — In  the  closed  tube  a  black  sublimate.  Carefully  heated  in  the  open  tube  gives  sul- 
phurous fumes  and  metallic  mercury,  condensing  in  minute  globules  on  the  cold  walls  of  the 
tube.     B.B.  on  charcoal  wholly  volatile  if  pure. 

Obs. — Cinnabar  occurs  in  beds  in  slate  rocks  and  shales,  and  rarely  in  granite  or  porphyry. 
It  has  been  observed  in  veins,  with  ores  of  iron.  The  most  important  European  beds  of  this 
ore  are  at  Almaden  in  Spain,  and  at  Idria  in  Carniola.  It  occurs  at  Reichenau  and  Windisch 
Kappel  in  Carinthia ;  in  Transylvania ;  at  Ripa  in  Tuscany ;  at  Schemnitz  in  Hungary ;  in 
the  Urals  and  Altai ;  in  China  abundantly,  and  in  Japan ;  San  Onofre  and  elsewhere  in  Mexico ; 
in  Southern  Peru ;  forming  extensive  mines  in  California,  in  the  coast  ranges  the  principal 
mines  are  at  New  Almaden  and  the  vicinity,  in  Santa  Clara  Co.  Also  in  Idaho,  in  limestone, 
abundant. 

This  ore  is  the  source  of  the  mercury  of  commerce,  from  which  it  is  obtained  by  sublima- 
tion.    When  pure  it  is  identical  with  the  manufactured  vermilion  of  commerce. 

Metacinnabarite  {Moore).—  A  black  mercury  sulphide  (HgS).  Rarely  crystallized. 
H.-3.     0.=?*75.     Lustre  metallic.     Redington  mine,  Lake  Co.,  Cal. 

Gaudalcazarite.—  Essentially  HgS,  with  part  {h)  of  the  sulphur  replaced  by  selenium, 
and  part  of  the  mercury  replaced  by  zinc  (Hg :  Zn=6  : 1,  Petersen ;  —12  : 1,  Ramm.).  Massive. 
Color  deep  black.  Qnadaloazar,  Mexico.  Lkviglianite  is  a  ferruginous  variety  from 
Levigliani,  Italy. 


MHiLERTTB.    Capillary  Pyrites.    Haarkies;  NiokeUries,  Germ. 

Rhombohedral.  BaB=  144°  8',  Miller.  0  =  0-32955.   0Ai?  =  159°10'. 

Cleavage :  rhombohedral,  perfect.  Usual  in  cauillary  crystals.  Also  in 
columnar  tufted  coatings,  partly  serai-globular  ana  radiated. 

H.= 3-3*5.  GK= 4*6-5*65.  Lustre  metallic.  Color  brass-yellow,  inclin- 
ing to  bronze-yellow,  with  often  a  gray  iridescent  tarnish.  »treak  bright. 
Brittle. 

Comp.— NiS=Sulphur  85  6,  nickel  64  4=100. 

Pyr.,  etc. — In  the  open  tube  sulphurous  fumes.  B.B.  on  charcoal  fuses  to  a  globule.  When 
roasted,  gives  with  borax  and  salt  of  phosphorus  a  violet  bead  in  O.F. ,  becoming  gray  in  R.F. 
from  reduced  metallic  nickel.  On  charcoal  in  E.F.  the  roasted  mineral  gives  a  coherent 
metallic  mass,  attractable  by  the  magnet.     Soluble  in  nitric  acid. 

Obs.— Found  at  Joachimsthal ;  Przibram ;  Riechelsdorf ;  Andreasberg ;  several  localities 
in  Saxony ;  Cornwall. 

Occurs  at  the  Sterling  mine,  Antwerp,  N.  Y.  ;  in  Lancaster  Cp.,  Pa.,  at  the  Gap  mine; 
with  dolomite,  and  penetrating  calcite  crystals,  in  oavities  in  limestone,  at  St  Louis,  Mo. 

Bkyrichite  (Liebe).— Formula  Ni»S7  =  Sulphur  43-6,  nickel  56'4=100.  Color  lead-gray* 
Occurs  in  radiated  groups  with  millerite  in  the  Westerwald. 


PTRRHOTTTB.    Magnetio  Pyrites.    MagnetMes,  Germ. 

Hexagonal.     O  A 1  =  135°   8' ;    c  =  0*862.      Twins :  twinning-plane   1 
(f.  435).  Cleavage :  Oy  perfect ;  I>  less  so.  Commonly 
massive  and  amorphous ;  structure  granular. 

H.=3*5-4*5.  G.=4*4-4*68.  Lustre  metallic. 
Color  between  bronze-yellow  and  copper-red,  and 
subject  to  speedy  tarnish.  Streak  dark  grayish- 
black.  Brittle.  Magnetic,  being  attractable  in 
fine  powder  by  a  magnet,  even  when  not  affecting 
an  ordinary  needle. 

Oomp.— (1)  Mostly  Fe,S,=Sulphur  39-5,  iron  60*5=100 ;  but  varying  to  Fe8SB,Fe.S10  and 
Fe,  „SU.     Some  varieties  contain  3-6  p.  c.  nickel.     Horbackite  contains  (Wagner)  12  p.  o.  Ni. 
Pyr.,  etc. — Unchanged  in  the  closed  tube.    In  the  open  tube  gives  sulphurous  oxide.    On 
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charcoal  in  R.P.  fuses  to  a  black  magnetic  mass ;  in  O.F.  is  converted  into  iron  sesquioxide, 
which  with  fluxes  gives  only  an  iron  reaction  when  pure,  but  many  varieties  yield  small 
amounts  of  nickel  and  cobalt.  Decomposed  by  muriatic  acid,  with  evolution  of  sulphuretted 
hydrogen. 

Diff. — Distinguished  by  its  magnetic  character,  and  by  its  bronze  color  on  the  fresh  fracture. 

Obs. — Occurs  in  Norway ;  in  Sweden ;  at  Andreasberg;  Bodenmaisin  Bavaria ;  N.  Tagilsk ; 
in  Spain ;  the  lavas  of  Vesuvius ;  Cornwall. 

In  N.  America,  in  Vermont,  at  Stafford,  Corinth,  and  Shrewsbury ;  in  many  parts  of 
Massachusetts ;  in  Connecticut,  in  Trumbull,  in  Monroe  ;  in  N.  York,  near  Natural  Bridge 
in  Diana,  Lewis  Co.  ;  at  O'Neil  mine  and  elsewhere  in  Orange  Co.  In  N.  Jersey,  Morris  Co., 
at  Hurdstown.  In  Pennsylvania,  at  the  Gap  mine,  Lancaster  Co.,  niccoliferous.  In  Tennes- 
see, at  Ducktown  mines.     In  Canada,  at  St.  Jerome  ;  Elizabeth  town,  Ontario  (f.  435),  etc. 

The  niccoliferous  pyrrhotite  is  the  ore  that  affords  the  most  of  the  nickel  of  commerce. 

Troilite. — According  to  the  latest  investigations  of  J.  Lawrence  Smith,  composition 
FeS,  iron  proto-sulphide  ;  that  is,  iron  63*6,  sulphur  36*4=100.  Occurs  only  in  iron  meteor- 
ites. Daubri: elite  (Smith).  — Composition  CrS.  Observed  in  the  meteoric  iron  of  Northern 
Mexico ;  occurring  on  the  borders  of  troilite  nodules.  Similar  to  ahepardite,  Haidinger 
(=8chreib6r8tte,  Shepard),  described  by  Shepard  (1840)  as  occurring  in  the  Bishopville,  S.  C, 
meteoric  iron. 

Schrkibersitk  also  solely  a  meteoric  mineral.     Contains  iron,  nickel,  and  phosphorus. 

Wurtzite  (Spiauterite). — ZnS,  like  sphalerite,  but  hexagonal  in  crystallization.     Bolivia. 


GREENOCBXTB. 

Hexagonal:  hemimorphic.  O  A 1  =  136°  24' ;  c  =  0*8247.  Cleavage: 
/,  distinct ;  u9  imperfect. 

H.=3-3*5.  G.=4-8--4*999.  Lustre  adamantine.  Color  honey-yellow ; 
citron-yellow ;  orange-yellow — veined  parallel  'with  the  axis ;  bronze- 
yellow.  Streak-powder  between  orange-yellow  and  brick  red.  Nearly 
transparent.     Strong  double  refraction.     Jsot  thermoelectric,  Breithaupt. 

Comp.— CdS  (or  Cd«S,)= Sulphur  22-2,  cadium  77*8. 

Pyr.,  etc.— In  the  closed  tube  assumes  a  carmine-red  color  while  hot,  fading  to  the  original 
yellow  on  cooling.  In  the  open  tube  gives  sulphurous  oxide.  B.B.  on  charcoal,  either  alone 
or  with  soda,  gives  in  B.F.  a  reddish-brown  coating.  Soluble  in  hydrochloric  acid,  evolving 
sulphuretted  hydrogen. 

Obs.— Occurs  at  Bishoptown,  in  Renfrewshire,  Scotland ;  also  at  Prabram  in  Bohemia  ; 
on  sphalerite  at  the  Ueberoth  zinc  mine,  near  Friedensville.  Lehigh  Co.,  Pa.,  and  at  Granby, 
Mo. 


NIOOOUTB.    Copper  NickeL    Kupfernickel,  Rothnickelkies,  Germ. 

Hexagonal.  O  A 1  =  13°6  35' ;  c  :  0-81944.  Usually  massive,  structure 
nearly  impalpable  ;  also  reniform  with  a  columnar  structure ;  also  reticu- 
lated and  arborescent. 

H.=5-5-5.  G.=7'33-7'671.  Lustre  metallic.  Color  pale  copper-red, 
with  a  gray  to  blackish  tarnish.  Streak  pale  brownish-black.  Opaque. 
Fracture  uneven.    Brittle. 

Oomp. — NiAs  (or  Ni»Asa)= Arsenic  56  4,  nickel  43*6=100;  sometimes  part  of  the  arsenic 
replaced  by  antimony. 

Pyr.,  etc.— In  the  closed  tube  a  faint  white  crystalline  sublimate  of  arsenous  oxide.  In  the 
open  tube  areenous  oxide,  with  a  trace  of  sulphurous  oxide,  the  assay  becoming  yellowish- 
green.  On  charcoal  gives  arsenical  fumes  and  fuses  to  a  globule,  which,  treated  with  borax 
glass,  affords,  by  successive  oxidation,  reactions  for  iron,  cobalt,  and  nickel.  Soluble  in 
nitro-hydrochlorio  acid. 

Diff. — Distinguished  by  its  color  from  other  similar  sulphides,  as  also  by  its  pyrognostioa. 
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Obs. — Occurs  at  several  Saxon  mines,  also  in  Thuringia,  Hesse,  and  Styria,  and  at  Alle- 
mont  in  Dauphiny;  occasionally  in  Cornwall;  Chili ;  abundant  at  Mina  de  la  Rioja,  in  the 
Argentine  Provinces.     Found  at  Chatham,  Conn. ,  in  gneiss,  associated  with  smaltite. 

Brkithauptite. — Composition  NiSb= Antimony  07  "8,  nickel  82  "2= 100.  Color  light 
copper-red.     Andreasberg. 

A  kite.— An  antimoniferous  niocolite,  containing  28  p.  c.  Sb.  Basses-Pyrenees ;  Wolfach, 
Baden. 


C.    DEUTO    ok    PYBJTE    DIVISION.4 

(a)  Pyrite  Group. 

PYRITE.    Iron  Pyrites.     Schwefelkies,  Eisenkies,  Germ. 

Isometric  ;  pyritohedral.  The  cube  the  most  common  form ;  the  pyrito- 
hedron,  f.  92,  p.  23,  and  related  forms,  f.  94,  95,  96,  also  very  common. 
See  also  f .  103,  104,  105,  p.  24.  Cubic  faces  often  striated,  with  striations 
of  adjoining  faces  at  right  augles,  and  due  to  oscillatory  combination  of  the 
cube  and  pyritohedron,  the  striae  having  the  direction  of  the  edges  between 
O  and  i-2.  Crystals  sometimes  acicular  through  elongation  of  cubic  and 
other  forms.  Cleavage :  cubic  and  octahedral,  more  or  less  distinct.  Twins : 
twiniug-plane  7,  f.  276,  p.  93.  Also  reniform,  globular,  stalactitic,  with  a 
crystalline  surface ;  sometimes  radiated  subfibrous.     Massive. 

436  437  438 


Bossie. 

H.=6-6-5.  G.=4-83-5-2.  Lustre  metallic,  splendent  to  glistening. 
Color  a  pale  brass-yellow,  nearly  uniform.  Streak  greenish  or  Drown ish- 
black.  Opaque.  Fracture  conchoidal,  uneven.  Brittle.  Strikes  fire  with 
steel. 

Comp.,  Var.—FeS,= Sulphur  533,  iron  46-7=100.  Nickel,  cobalt,  and  thallium,  and  also 
copper,  sometimes  replace  a  little  of  the  iron,  or  else  occur  as  mixtures ;  and  gold  is  some- 
times present,  distributed  invisibly  through  it. 

Pyr.,  etc. — In  the  dosed  tube  a  sublimate  of  sulphur  and  a  magnetic  residue.  B.  B.  on 
charcoal  gives  off  sulphur,  burning  with  a  blue  flame,  leaving  a  residue  which  reacts  like 
pyrrhotite.     Insoluble  in  hydrochloric  acid,  but  decomposed  by  nitric  acid. 

Diff. — Distinguished  from  chaJcopyrite  by  its  greater  hardness,  since  it  cannot  be  cut  with 
a  knife  ;  as  also  by  its  pale  color ;  from  marcasite  by  its  specific  gravity  and  color.  Not 
malleable  like  gold 

Ob*.— Pyrite  occurs  abundantly  in  rocks  of  all  ages,  from  the  oldest  crystalline  rooks  to  the 
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most  recent  alluvial  deposits.  It  usually  ooctltb  in  small  cubes,  also  in  irregular  spheroidal 
nodules  and  in  veins,  in  clay  slate,  argillaceous  sandstones,  the  coal  formation,  etc.  The 
Cornwall  mines,  Alston-Moor,  Derbyshire,  Fahlun  in  Sweden,  Kongsberg  in  Norway,  Elba, 
Traversella  in  Piedmont,  Peru,  are  well  known  localities. 

Occurs  in  New  England  at  many  places :  as  the  Vernon  slate  quarries ;  Roxbury,  Conn,,  etc. 
In  N.  York,  at  Rossie,  at  Schoharie ;  iu  Orange  Co. ,  at  Warwick  and  Deerpark,  and  many 
other  places.  In  Pennsylvania,  at  Little  Britain,  Lancaster  Co.  ;  at  Chester,  Delaware  Co*; 
in  Carbon,  York,  and  Chester  Cos. ;  at  "Cornwall,  Lebanon  Co.,  etc.  In  Wisconsin  %  near 
Mineral  Point.  In  N.  Car.,  near  Greensboro',  Guilford  Co.  Auriferous  pyrite  is  common  at 
the  mines  of  Colorado,  and  many  of  those  of  California,  as  well  as  in  Virginia  and  the  States 
south. 

This  species  affords  a  considerable  part  of  the  iron  Bulphate  and  sulphuric  acid  of  commerce, 
and  also  much  of  the  sulphur  and  alum.  The  auriferous  variety  is  worked  for  gold  in  many 
gold  regions. 

The  name  pyrite  is  derived  from  *Sp,  fire,  and  alludes  to  the  sparks  from  friction. 

Haukrite.— Composition  MnS9= Sulphur  63*7,  manganese  40'8=1OO.  Isometric.  Color 
reddish-brown.     Kalinka,  Hungary. 


OHALOOFTRITB,    Copper  Pyrites.    Kupferkies,  Germ. 

Tetragonal ;  tetrahedral.  O  A 14  =  135°  25';  c  =  098556 ;  O  A 1  =  125° 
40' ;  1  A 1,  pyr.,  =  109°  53' ;  1  A 1  (f.  440)  =  71°  20'  and  70°  T.  Cleav- 
age :  2-i  sometimes  distinct ;  O,  indistinct  Twins :  twinning-plane  1-i ; 
the  plane  1  (see  p.  94).     Often  massive. 


H.=3#5-4.  G.=4-l-4*3.  Lustre  metallic.  Color  brass-yellow ;  subject 
to  tarnish,  and  often  iridescent.  Streak  greenish-black — a  little  shining. 
Opaque.     Fracture  conchoidal,  uneven. 

Oomp.—CuFeS*= Sulphur  34*9,  copper  84 *6,  iron  80*5=100.  Some  analyses  give  other 
proportions ;  but  probably  from  mixture  with  pyrite.  There  are  indefinite  mixtures  of  the 
two,  and  with  the  increase  of  the  latter  the  color  becomes  paler. 

This  species,  although  tetragonal,  is  very  closely  isomorphous  with  pyrite,  the  variation 
from  the  cubic  form  being  slight,  the  vertical  axis  being  0*98556  instead  of  1. 

Traces  of  selenium  have  been  noticed  by  Kersten  in  an  ore  from  Reinsberg  near  Freiberg. 
Thallium  is  also  present  in  some  kinds,  and  more  frequently  in  this  ore  than  in  pyrite. 

Pyr.,  etc. — In  the  closed  tube  decrepitates,  and  gives  a  sulphur  sublimate ;  in  the  open 
tube  sulphurous  oxide.  B.  B.  on  charcoal  gives  sulphur  fumes  and  fuses  to  a  magnetic  glo 
bule.  The  roasted  ore  reacts  for  copper  and  iron  with  the  fluxes ;  with  soda  on  charcoal 
gives  a  globule  of  metallic  iron  with  copper.  Dissolves  in  nitric  acid,  excepting  the  sulphur, 
and  forms  a  green  solution  ;  ammonia  in  excess  changes  the  green  color  to  a  deep  blue. 

Diff, — Distinguished  from  pyrite  by  its  inferior  hardness,  it  can  be  easily  scratched  with 
the  knife ;  and  by  its  deeper  color.  Not  malleable  like  gold,  from  which  it  differs  also  in 
being  decomposed  by  nitric  acid. 
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Obs. — Chalcopyrite  is  the  principal  ore  of  <x>pper  at  the  Cornwall  mines.  Occurs  at  Frei- 
berg ;  in  the  Bannat ;  Hungary ;  and  Thnringia ;  in  Scotland  ;  in  Tuscany  ;  in  South  Australia ; 
in  fine  crystals  at  Oerro  Blanco,  Chili. 

A  common  mineral  in  America,  some  localities  are :  Stafford,  Vt.  ;  Rossie,  Ellenville,  N.  Y. ; 
Phenixville.  etc. ,  Penn.  The  mines  in  North  Carolina  and  eastern  Tennessee  afford  large 
quantities.  Occurs  in  Gal. ,  in  different  mines  along  a  belt  between  Mariposa  Co.  and  Del  Norte 
Co.,  on  west  side  of,  and  parallel  to,  the  chief  gold  belt ;  occurring  massive  in  Calaveras  Co.; 
in  Mariposa  Co.,  etc.  In  Canada,  in  Perth  and  near  Sherbrooke;  extensively  mined  at 
Bruce  mines,  on  Lake  Huron. 

Named  from  x***^  brass,  and  pyritet^  by  Henckel,  who  observes  in  his  Pyritology  (1725) 
that  chalcopyrite  is  a  good  distinctive  name  for  the  ore. 

Cuban ite  is  CuFe3S4,  or  CuFeaS,  (Scheidhauer). — Occurs  massive  at  Barracanao,  Cuba; 
Tana  berg,  Sweden. 

Babxhardtite,  from  North  Carolina. — Composition  uncertain,  perhaps  Cu4FesS».  It  may 
be  partly  altered  from  chalcopyrite. 

Stannite  (Zinnkies,  Oerm.). — A  sulphide  containing  26  p.  c.  tin ;  also  copper,  iron,  and 
ana     Massive.     Color  steel-gray.     Chiefly  from  Cornwall,  also  Zinnwald. 


UNNJETTTL    Kobaltnickelkies,  Oerm. 

lBometric.  Cleavage:  cubic,  imperfect.  Twins:  twinning-plane  octa- 
hedral.    Also  massive,  granular  to  compact. 

1I.=5'5.  G.=4'8-5.  Lustre  metallic.  Color  pale  steel-gray,  tarnishing 
copper-red.     Streak  blackish-gray.     Fracture  uneven  or  subconchoidal. 

Oomp— Co,S4  (or2CoS+CoS,)=Sulphur  42*0,  cobalt  58-0=100;  but  having  the  cobalt 
replaced  partly  by  nickel  or  copper,  the  proportions  varying  very  much.  The  Miisen  ore 
(siegmite)  contains  80-40  p.  o.  of  nickel. 

Pyr.,  etc. — The  variety  from  Miisen  gives,  in  the  closed  tube,  a  sulphur  sublimate  ;  in  the 

open  tube,  sulphurous  fumes,  with  a  faint  sublimate  of  arsenouB  oxide.     B.B.  on  charcoal 

gives  arsenical  and  sulphurous  odors,  and  fuses  to  a  magnetic  globule.     The  roasted  mineral 

gives  with  the  fluxes  reactions  for  nickel,  cobalt,  and  iron.     Soluble  in  nitric  acid,  with  separa- 

1  tion  of  sulphur. 

Diff, — Distinguished  by  its  color,  and  isometric  crystallization. 

Obs. — In  gneiss,  at  Bastnaes,  Sweden;  at  Miisen,  near  Siegen,  in  Prussia;  at  Siegen 
(tiegenite),  in  octahedrons ;  at  Mine  la  Motte,  in  Missouri,  mostly  massive,  also  crystalline  * 
and  at  Mineral  Hill,  in  Maryland. 


SMALTTTE.    Speiskobalt,  Oerm. 

Isometric.  Cleavage :  octahedral,  distinct ;  cubic,  in  traces.  Also  mas- 
sive and 'in  reticulated  and  other  imitative  shapes. 

Il.=5-5-6.  G.=6*4to7'2.s'  Lustre  metallic.  Color  tin-white,  inclining, 
when  massive,  to  steel-gray,  sometimes  iridescent,  or  grayish  from  tarnish. 
Streak  grayish-black.     Fracture  granular  and  uneven.     Brittle. 

Comp*,  Var. — For  typical  kind  (Co,Fe,Ni)As,=  (if  Co,  Fe,  and  Ni  be  present  in  equal 
parts)  Arsenic  72 '1,  cobalt  9*4,  nickel  9  5,  iron  9-0=100.  It  is  probable  that  nickel  is  never 
wholly  absent,  although  not  detected  in  some  of  the  earlier  analyses  ;  and  in  some  kinds  it  is 
the  principal  metal.     The  proportions  of  cobalt,  nickel,  and  iron  vary  much. 

The  following  analyses  will  serve  as  examples  of  the  different  varieties : 


1.  Schneeberg 

2.  Allemont  (cloanthUe) 
8.  Kiechelfldorf 

4.  Schneeberg 


As 
70-37 
7111 
60-42 
7480 


Co 
1395 

10  80 
379 


Ni 

1-79 
18-71 
25-87 
12-86 


Fe         Cu 

11  -71  1  -39  S  0-66,  Bi  0-01  =9988  Hofmann. 

6-82  S  2-29=98-93  Rammelsberg. 

080  8  211=100. 

7-33  S  0-85=99-63  Karstedt. 
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Fyr.,  etc. — In  the  close  tube  gives  a  sublimate  of  metallic  arsenic ;  in  the  open  tube  a 
white  sublimate  of  arsenous  oxide,  and  sometimes  traces  of  sulphurous  oxide.  B.B.  on  char- 
coal gives  an  arsenical  odor,  and  fuses  to  a  globule,  which,  treated  with  successive  portions 
of  borax- glass,  affords  reactions  for  iron,  cobalt,  and  nickel. 

Obs. — Usually  occurs  in  veins,  accompanying  ores  of  cobalt  or  nickel,  and  ores  of  silver 
and  copper ;  also,  in  some  instances,  with  niccolite  and  arscnopyrite ;  often  having  a  coating 
of  annabergite. 

Occurs  at  Schneeberg,  eta,  in  Saxony ;  at  Joachimsthal ;  also  at  Wheal  Sparnon  in  Corn- 
wall'; at  Kiechelsdorf  in  Hesse;  at  Tunaberg  in  Sweden;  AUemont  in  Dauphine.  Also  in 
crystals  at  Mine  La  Motte,  Missouri  At  Chatham,  Conn.,  the  chloanthite  {cltathamiU)  occurs 
in  mica  slate,  associated  generally  with  arscnopyrite  and  sometimes  with  niccolite. 

Spate iopyrite  is  closely  allied  to  smaltite,  with  which  it  occurs  at  Bieber  in  Hessen. 

Skuttkrudite  (Tesseralkies,  Germ.). — CoAss= Arsenic  79 '2,  cobalt  20*8=100.  Isometric. 
Skutterud,  Norway. 


OOBALTITB.    Glance  Cobalt    Kobaltglanz,  Germ. 

Isometric ;  pyritohedral.  Commonly  in  pyritohedrons  (f.  92,  95,  etc., 
p.  23).  Cleavage :  cubic,  perfect,  rlanes  O  striated.  Also  massive, 
granular  or  compact. 

II. =5-5.  G.= 6-6*3.  Lustre  metallic.  Color  silver-white,  inclined  to 
red  ;  also  steel-gray,  with  a  violet  tinge,  or  grayish-black  when  containing 
much  iron.     Streak  grayish-black.     Fracture  uneven  and  lamellar.    Brittle. 

Oomp.,  Var.— CoAsS  (or  CoS,+CoAb.)= Sulphur  19  '3,  arsenic  45  -2,  cobalt  855=100.  The 
cobalt  is  sometimes  largely  replaced  by  iron,  and  sparingly  by  copper. 

Pyr.,  etc. — Unaltered  in  the  closed  tube.  In  the  open  tube,  gives  sulphurous  fumes  and 
a  crystalline  sublimate  of  arsenous  oxide.  B.B.  on  charcoal  gives  off  Bulphur  and  arsenic, 
and  fuses  to  a  magnetic  globule  ;  with  borax  a  cobalt-blue  color.  Soluble  in  warm  nitric  acid, 
separating  arsenous  oxide  and  sulphur. 

DifX-  Distinguished  by  its  reddish- white  color ;  also  by  its  pyritohedral  form. 

Obs.— Occurs  at  Tunaberg.  Hokansbo,  in  Sweden  ;  also  at  Skutterud  in  Norway.  Other 
localities  are  at  Querbach  in  Silesia,  Siegen  in  Westphalia,  and  Botallack  mine,  in  Cornwall. 
The  most  productive  mines  are  those  of  Vena  in  Sweden. 

This  species  and  smaltite  afford  the  greater'  part  of  the  smalt  of  commerce.  It  is  also 
employed  in  porcelain  painting. 


GERSDORFFITE.    Nickelarsenikkies,  Arseniknickelglanz,  Germ. 

Isometric ;  pyritohedral.  Cleavage :  cubic,  rather  perfect.  Also  lamel- 
lar and  granular  massive. 

II.=5*5.  G.=5.6-6*9.  Lustre  metallic.  Color  silver-white — steel- 
gray,  often  tarnished  gray  or  grayish-black.  Streak  grayish-black.  Frac- 
ture uneven. 

Oomp.,  Var. — Normal,  NiAaS  (or  NiS9+NiAs*) —Arsenic  45*5,  sulphur  19*4,  nickel  33*1= 
100.     The  composition  varies  in  atomic  proportions  rather  widely. 

Pyr.,  ets. — In  the  closed  tube  decrepitates,  and  gives  a  yellowish-brown  sublimate  of 
arsenic  sulphide.  In  the  open  tube  yields  sulphurous  fumes,  and  a  white  sublimate  of  arsen- 
ous oxide.  B.B.  on  charcoal  gives  sulphurous  and  garlic  odors  and  fuses  to  a  globule,  which, 
with  borax-glass,  gives  at  first  an  iron  reaction,  and,  by  treatment  with  fresh  portions  of  tho 
flux,  cobalt  and  nickel  are  successively  oxidized. 

Decomposed  by  nitric  acid,  forming  a  green  solution,  with  separation  of  sulphur  and  arsen- 
ous oxide. 

Obs.— Occurs  at  Loos  in  Sweden  ;  in  the  Harz  ;  at  Schladming  in  Styria ;  Kamsdorf  in 
Lower  Thuringia ;  Haueisen,  Voigtland ;  near  Ems.  Also  found  as  an  incrustation  at 
Phenixville,  Pa. 
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ULLiCAimrPB.— NiSbS  (NiSa+NiSb,)=  Antimony  572,  sulphur  151,  nickel  27*7=100. 
Generally  contains  also  some  arsenia     Color  steel-gray.     Siegen,  Hangerode,  etc. 

Cobtnitb. — Ni(Aa,Sb)S,  but  the  arsenic  (38  p.  o.)  in  excess  of  the  antimony.  Olsa,  Corin- 
thia.  Wolfachite  (Petersen),  from  Wolfach,  Baden,  is  similar  in  oompoaition,  but  is 
orthorhombio  in  form. 

Laurftb. — An  osmium-ruthenium  sulphide.  Analysis  (Wohler)  Sulphur  81*79  [Osmium 
3-08],  Ruthenium  05.18=100.  Occurs  in  minute  octahedrons  from  the  platinum-washings 
of  Borneo ;  as  also  those  in  Oregon. 


(b)  Mwrccmte  Group.    Orthorhombic. 


MAROA8XTB.    White  Iron  Pyrites.    Strahlkies,  eta,  Germ. 

Orthorhombic.     I A  /=  106°  5',  O  A  1-i  =  122°  26',  Miller ;  i  :  I :  &  = 
1-5737  :  1-3287  : 1.     O  A 1  =  116°  55' ;  0  A  1-i 
=  130°  10'.     Cleavage:  /rather  perfect;  1-*  442 

in  traces.  Twins :  twinning-plane  7,  sometimes 
consisting  of  five  individual  (see  f .  308,  p.  98) ; 
also  1-i.  Also  globular,  reniform,  and  other 
imitative  shapes — structure  straight  columnar ; 
often  massive,  columnar,  or  granular. 

H.=6-6  5.  G.= 4-678-4-847.  Lustre  metallic.  Color  pale  bronze-yel- 
low, sometimes  inclined  to  green  or  gray.  Streak  grayish-  or  brownish- 
black.    Fracture  uneven.     Brittle. 

Oomp^  Var.— FeS«,  like  pyrite= Sulphur  53*3,  iron  46  7=100. 

The  varieties  that  have  been  recognized  depend  mainly  on  state  of  crystallization ;  as  the 
Radiated  {Strahlkies) :  Radiated  ;  also  the  simple  crystals.  Cockscomb  {Kammkies) :  Aggre- 
gations of  flattened  crystals  into  crest-like  forms.  Spear  (Speerkies) :  Twin  crystals,  with 
reentering  angles  a  little  like  the  head  of  a  spear  in  form.  Capillary  (Haarkies) :  In  capil- 
lary crystallizations,  etc. 

Pyr. — Like  pyrite.    Very  liable  to  decomposition ;  more  so  than  pyrite. 

Di& — Distinguished  from  pyrite  by  its  paler  color,  especially  marked  on  a  fresh  surface  ; 
by  its  tendency  to  tarnish ;  by  its  inferior  specific  gravity. 

Obs. — Occurs  near  Carlsbad  in  Bohemia ;  at  Joachimsthal,  and  in  several  parts  of  Saxony  ; 
in  Derbyshire ;  near  Alston  Moor  in  Cumberland ;  near  Tavistock  in  Devonshire,  and  in 
Cornwall 

At  Warwick,  N.  Y.  Massive  fibrous  varieties  abound  throughout  the  mica  slate  of  New 
England,,  particularly  at  Cummington,  Mass.  Occurs  at  Lane's  mine,  in  Monroe,  Conn.  ;  in 
Trumbull ;  at  East  Haddam  ;  at  Haverhill,  N.  H.  ;  Galena,  I1L,  in  stalactites.  In  Canada  in 
Neebing. 

Marcasite  is  employed  in  the  manufacture  of  sulphur,  sulphuric  acid,  and  iron  sulphate, 
though  less  frequently  than  pyrite. 


AHSBNOFTRTni,  or  MISPIOEEL.    Arsenical  Pyrites.    Arsenikkies,  Germ. 

Orthorhombic.  7 A  7=  111°  53',  O  A 14  =r  119°  37' :  c  :  ll  &  =  1-7588  : 
1-4793  : 1.  OA  1  =  115°  12',  O A 14  =  130°  4'.  Cleavage :  I  rather 
distinct ;  O,  faint  traces.  Twins  :  twinning-plane  /,  and  1-i.  Also  colum- 
nar, straight. and  divergent ;  granular,  or  compact. 

H.=5-5-6.  G.=6-0-6-4 ;  6*269,  Franconia,  Kenngott  Lustre  metallic^ 
15 
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Color  silver-white,  inclining  to  steel-gray.    Streak  dark  grayish-black.    Frac- 
ture uneven.    Brittle. 


443 


445 


Franoonia,  N.  H.  Franoonia,  N.  H.,  and  Kent,  N.  Y. 


Danaite. 


Oomp.,  Var.— FeAsS=FeS,+AsS9= Arsenic  46*0,  sulphur  19*6,  iron  84  4=100.  Part  of 
the  iron  sometimes  replaced  by  cobalt ;  a  little  nickel,  bismuth,  or  silver  are  also  occasionally 
present.  The  oobaltic  variety,  called  danaite  (after  J.  Freeman  Dana),  contains  4-10  p.  c.  of 
cobalt. 

Pyr.,  etc. — In  the  closed  tube  at  first  gives  a  red  Bublimate  of  arsenic  sulphide,  then  a 
black  lustrous  sublimate  of  metallic  arsenic.  In  the  open  tube  gives  sulphurous  fumes  and  a 
white  sublimate  of  arsenous  oxide.  B.B.  on  charcoal  gives  the  odor  of  arsenic.  The  varieties 
containing  cobalt  give  a  blue  color  with  borax-glass  when  fused  in  O.F.  with  successive  por- 
tions of  flux  until  all  the  iron  is  oxidized.  Gives  fire  with  steel,  emitting  an  alliaceous  odor. 
Decomposed  by  nitric  acid  with  separation  of  arsenous  oxide  and  sulphur. 

Diff. — Distinguished  by  its  form  from  smaltite.  Leucopyrite  (lollingite)  do  not  give 
decided  sulphur  reactions. 

Obs. — Found  principally  in  crystalline  rocks,  and  its  usual  mineral  associates  are  ores  of 
silver,  lead,  and  tin ;  pyrite.  chalcopyrite,  and  spalerite.     Occurs  also  in  serpentine. 

Abundant  at  Freiberg ;  at  Reichenstein  in  Silesia ;  at  Schladming ;  Andreasberg ;  Joacfaims- 
thal ;  at  Tunaberg  in  Sweden ;  at  Skutterud  in  Norway ;  in  Cornwall ;  in  Devonshire  at  the 
Tamar  mines. 

In  New  Hampshire,  in  gneiss,  at  Franconia  (danaite) ;  also  at  Jackson  and  at  Haverhill 
In  Maine,  at  Blue  Hill,  Corinna,  etc.  In  Vermont,  at  Brookfield,  Waterbury,  "and  Stockbridge, 
In  Mass.,  at  Worcester  and  Sterling.  In  Conn,,  at  Monroe,  at  Mine  Hill,  Roxbury.  In  3>tp 
Jersey,  at  Franklin.  In  N.  York,  massive,  in  Lewis,  Essex  Co.,  near  Edenville,  and  else- 
where in  Orange  Co.;  in  Carmel ;  in  Kent,  Putnam  Co.  In  California,  Nevada  Co.,  Grass 
valley.  In  S.  America,  in  Bolivia ;  also,  niccoUferous  var.,  between  La  Pas  and  Yungas  in 
Bolivia  (anal,  by  Kroeber). 

Lollingite  is  FeAs*  (= Arsenic  72  8,  iron  27  2),  and  Leucoptbite  is  Fe,As»  (= Arsenic 
66*8,  iron  33*2).  They  are  both  like  arsenopyrite  in  form.  Found,  the  former  at  Lolling; 
Schladming ;  Satersberg,  near  Fossum,  Norway ;  the  latter  at  Reichenstein ;  Geyer  (geyerite) 
near  Huttenberg,  Carinthia. 

Glaucodot  (Co,Fe)S2-f(Co.Fe)As9%  with  Co  :  Fe=2  :  1= Sulphur  19  '4,  arsenic  45 -5,  cobalt 
28*8,  iron  11*8= 1(H).     Form  lite  arsenopyrite.     Huasco,  Chili;   Hakansbo,  Sweden. 

Alloclasite  R4(AB,Bi)7Se,  with  R=Bi,Co,Ni,Fe,Zn.     Orawitza,  Hungary. 


SYLVANITE.    Graphic  Tellurium.     Schrifters,  Schrift-Tellur,  Germ. 

Monoclinic.  C  =  55°  21£',  Ih  1=  94°  26',  0  A 14  =  121°  21' ;  i  :  h  : 
d  =  1-7732  :  0*889  : 1,  Kokscharof.  Cleavage :  *4  distinct.  Also  massive ; 
imperfectly  columnar  to  granular. 

tl.=15-2.  G.  =  7  99-8-33.  Lustre  metallic.  Streak  and  color  pure  steel- 
gray  to  silver-white,  and  sometimes  nearly  brass-yellow.     Fracture  uneven. 

Oomp.,  Var (Ag,Au)Te8=(if  Ag  :  Au=l  :  1)  TeUurium55'8,  gold  285,  silver  1 5  -7=1001 

Antimony  sometimes  replaces  part  of  the  tellurium,  and  lead  part  of  the  other  metals. 
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Pyrn  etc.— In  the  open  tube  gives  a  white  sublimate  whioh  near  the  assay  is  gray ;  when 
treated  with  the  blowpipe  flame  the  sublimate  fuses  to  clear  transparent  drops.  B.B.  on 
charcoal  fuses  to  a  dark  gray  globule,  covering  the  coal  with  a  white  coating,  which  treated 
in  R.F.  disappears,  giving  a  bluish-green  color  to  the  flame;  after  long  blowing  a  yellow, 
malleable  metallic  globule  is  obtained.  Most  varieties  give  a  faint  coating  of  the  oxides  of 
lead  and  antimony  on  charcoal. 

Obs.— Occurs  at  Offenbanya  and  Nagyag  in  Transylvania.  In  California,  Calaveras  Go. ,  at 
the  Melones  and  Stanislaus  mines ;  Red  Cloud  mine,  Colorado. 

Namnd  from  Transylvania,  the  country  in  whioh  it  occurs,  and  in  allusion  to  sylvanium,  one 
of  the  names  at  first  proposed  for  the  metal  tellurium.  Called  graphic  because  of  a  resem- 
blance in  the  arrangement  of  the  crystals  to  writing  characters. 

Schrauf  has  stated  thet,  according  to  his  measurements,  sylvanite  is  orthorhombie. 

Calavebitb  {Genth.)  has  the  composition  AuTe4= Tellurium  55*5,  gold  44  5= 100.  Mas- 
sive.   Color  bronze-yellow.    Stanislaus  mine,  CaL  ;  Red  Cloud  mine,  Colorado. 

NAOYACHTE.    Blattererz,  Blattertellur,  Germ.  \ 

Tetragonal.    O  A  1-i  =  127°  37' ;  c  =  1-298.     O  A 1  =  118°  37'.     Cleav- 
age: basal.     Also  granularly  massive,  particles  of 
various  sizes ;  generally  foliated. 

H.=l-1'5.  G.=6-S*5-7-2.  Lustre  metallic,  splen- 
dent. Streak  and  color  blackish  lead-gray.  Opaque. 
Sectile.     Flexible  in  thin  laminse. 

Comp. — Uncertain,  perhaps  R(S,Te)9,  withR=Pb,Au  (Ramm.).  Analysis,  Sohonlein,  Te 
8052,  S  8-07,  Pb  5078,  Au  911,  Ag  053,  Cu  0*99=100.    . 

Pyx.,  etc. — In  the  open  tube  gives,  near  the  assay,  a  grayish  sublimate  of  antimonate  and 
tellurate,  with  perhaps  some  sulphate  of  lead  ;  farther  up  the  tube  the  sublimate  consists  of 
antinionous  oxide,  which  volatilizes  when  treated  with  the  flame,  and  tellurous  oxide,  which 
at  a  high  temperature  fuses  into  colorless  drops.  B.B.  on  charcoal  forms  two  coatings  :  one 
white  and  volatile,  consisting  of  a  mixture  of  antimonite,  tellurite,  and  sulphate  of  lead ;  and 
the  other  yellow,  less  volatile,  of  oxide  of  lead  quite  near  the  assay.  If  the  mineral  is  treated 
for  some  time  in  O.  F.  a  malleable  globule  of  gold  remains ;  this  cupelled  with  a  little  assay 
lead  assumes  a  pure  gold  color.     Decomposed  by  nitro-hydrochloric  acid. 

Obs. — At  Nagyag  and  Offenbanya  in  Transylvania,  in  foliated  masses  and  crystalline  plates. 

Covellitb  (Kupferindig,  Germ.).— Composition  CuS= Sulphur  33*5,  copper  66  5=100. 
Hexagonal.  Commonly  massive.  Color  indigo-blue.  Mansfeld,  etc. ;  Vesuvius,  on  lava ; 
Chili. 

Melonite  (Genth.) — A  nickel  teUuride,  formula  probably  Ni,Tea= tellurium  76*5,  nickel 
23-5=100.  Hexagonal.  Cleavage  basal  eminent.  Color  reddish-white.  Streak  dark-gray. 
Occurs  mixed  with  other  tellurium  minerals  at  the  Stanislaus  mine,  CaL 


3.  TERNARY    COMPOUNDS.    Sctlphabsenites,  Sulphaotimonttbs, 

SULPUOBISMUTHITES.* 

(a)  Gboup  L    Formula  R(A8,Sb)2S4=RS+(A8,Sb)2S8. 

MIARGxTUTB. 

Monoclinic.  <7=  48°  14';  I A 1=  106°  31',  O  A 14  =  136°  8' ;  e  :  b  :  d 
=  1-2883  :  0*9991  :  1,  Naumann.  Crystals  thick  tabular,  or  stout,  or  short 
prismatic,  pyramidal.  Lateral  planes  deeply  striated.  Cleavage  :  £-i,  1-i 
imperfect. 

*  The  species  of  this  group  contain  as  bases  chiefly  copper,  lead,  and  silver.  They  can  be 
most  readily  distinguished  by  their  behavior  before  the  blowpipe.  Attention  may  be  called 
to  the  group  of  lead  sulphantimonites,  ztnkentte,  plagionite,  (jamesonite)  boulangerile,  mene- 
ghiniu,  geoeronUe^  for  which  the  pyrognostics  are  nearly  similar,  and  whioh  are  most  surely 
distinguished  by  their  specific  gravity. 
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H.=2-2*5.  G.=5'2-5#4.  Lustre  submetallic-adaniantine.  Color  iron- 
black.  Streak  dark  cherry-red.  Opaque,  except  in  thin  splinters,  which, 
by  transmitted  light,  are  deep  blood-red.     Fracture  subconchoidal. 

Oomp.— AgSbS,  (or  Ag9S+Sb„S,)= Sulphur  21 '8,  antimony  41-5,  silver  367=100. 

Pyr.,  etc. — In  the  closed  tube  decrepitates,  fuses  easily,  and  £ures  a  sublimate  of  antimony 
sulphide ;  in  the  open  tube  sulphurous  and  antimonou?  fumes,  the  latter  as  a  white  sublimate. 
B.B.  on  charcoal  fuses  quietly,  with  emission  of  sulphur  and  antimony  fumes,  to  a  gray  bead, 
which  after  continued  treatment  in  O.  F.  leaves  a  bright  globule  of  silver.  If  the  silver  globule 
be  treated  with  phosphorus  salt  in  O.F.,  the  green  glass  thus  obtained  shows  traces  of  copper 
when  fused  with  tin  in  R.  F. 

Decomposed  by  nitric  acid,  with  separation  of  sulphur  and  antimonous  oxide. 

Obs.— At  Braiinsdorf ,  near  Freiberg  in  Saxony ;  Felsobanya  (kenngottits) ;  Przibram  in 
Bohemia ;  Clausthal  (hypcvrgyrite) ;  Guadalajara  in  Spain ;  at  Parenos,  and  the  mine  Sta.  M. 
de  Catorce,  near  Potosi;  also  at  Molinares,  Mexico. 

SARTORITB.    Sclbroclabe. 

Orthorhombic.    7  A 1=  123°  21',  0  A 14  =  131°  3' ;  i  :  I :  &  =  1-1483  : 

1-8553  :  1.   Crystals  slender.   Cleavage : 
447  O  quite  distinct. 

H.=3.  G.=5-393.  Lustre  metallic 
Color  dark  lead-gray.  Streak  reddish- 
brown.     Opaque.    .Brittle. 

Oomp.— PbAs,S4(PbS+As,Ss)=Sulphur  26*4, 
arsenic  30  0,  lead  42-7=100. 

Pyr,,  etc. — Nearly  the  same  as  for  dufrenoy- 
site  (q.  v.),  but  differing  in  strong  decrepitation. 
Obs.— From  the  Binnen  valley  with  dufrenoy- 
site  and  binnite.      As  the  name  Scleroclase  is 
inapplicable,    and    the    mineral   was    first   an- 
nounced by  Sartorius  v.  Waltershausen,  the  species  may  be  appropriately  called  SartoriU. 
It  is  the  binnite  of  Heusser. 

ZINEBNITE. 

Orthorhombic.  /A /=  120°  39',  Rose.  Usual  in  twins,  as  hexagonal 
prisms,  with  a  low  hexagonal  pyramid  at  summit.  Lateral  faces  longitudi- 
nally striated.  Sometimes  columnar,  fibrous,  or  massive.  Cleavage  not 
distinct. 

H.=3-3-5.  G.=5-30-5'35.  Lustre  metallic.  Color  and  streak  steel- 
gray.     Opaque.     Fracture  slightly  uneven. 

Oomp.— PbSb,S«  (or  PbS+Sb,S,)=Sulphur  22*1,  antimony  42*2,  lead  35*7=100. 

Pyr.,  etc.— Decrepitates  and  fuses  very  easily  ;  in  the  closed  tube  gives  a  faint  sublimate 
of  sulphur  and  antimonous  sulphide ;  in  the  open  tube  sulphurous  fumes  and  a  white  subli- 
mate of  oxide  of  antimony.  B.  B.  on  charcoal  is  almost  entirely  volatilized,  giving  a  coating 
which  on  the  outer  edge  is  white,  and  near  the  assay  dark-yellow ;  with  soda  in  R.F.  yields 
globules  of  lead. 

Soluble  in  hot  hydrochloric  acid  with  evolution  of  sulphuretted  hydrogen  and  separation  of 
lead  chloride  on  cooling. 

Resembles  stibnite  and  bournonite,  but  may  be  distinguished  by  its  superior  hardness  and 
specific  gravity. 

Obs. — Occurs  at  Wolfsberg  in  the  Han. 

Chalcostibite  (Kupferantimonglanz,  Qerm.). — Composition  CuSbS,  (or  Cu»S  f  Sb,St)= 
Sulphur  257,  antimony  48*0,  copper  25*4.  Color  lead-gray  to  iron-gray.  Wolfsberg  in  the 
Harz. 

Emplrcttte  (Kupferwismuthglanz,  Germ.).—  Composition  CuBiS*  (or  CujS-hBi,8,)=:SuI- 
phur  19*1,  bismuth  62*0,  copper  18*9=100.  Color  grayish  to  tin-white.  Schwarzenberg, 
Saxony;  Copiapo,  ChUL 
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Bektuibhitb. — Composition  approximately  FeSbjS4  (orFeS+Sb9Sa)=Sulphur80-0,  anti- 
mony 57-0,  iron  13*0=100.  Color  dark  steel-gray.  Auvergne  ;  Braunsdorf,  Saxony;  Corn- 
wall, etc. ;  San  Antonio,  Cal. 

(b)  Sub-Group.    Formula  E3(Afl,Sb,Bi)4S9=3RS+2(A8,Sb,Bi)2S9. 

Plagionitb. —Composition  (Rose)  Pb4Sb6S,s  (or  4PbS+3SbaS,)= Sulphur  21-1,  antimony 
37  0,  lead  41  *9.     Monoolinic.    G.  =5*4.     Found  at  Wolfsberg  in  the  Harz. 

Jordanitb  (v.  Rath).— Composition  Pb»A84S.  (or  3PbS+2As«Sa)= Sulphur  23*8,  arsenic 
24*8,  lead  51  4.  Orthorhombio.  Resembles  sartorite,  but  distinguished  by  its  black  streak, 
its  six-added  twins,  and  by  not  decrepitating  B.B.     Bihnenthal,  Switzerland. 

Binnitb. — Composition  probably  CueAfl4S9  (or  3Cu9S+2AssSa)=Sulphur  20*7,  arsenic  31  -0, 
copper  39*3=100.  Isometric.  Streak  cherry-red.  Binnenthal  in  dolomite  {dvfrenoysite  of 
t.  Waltershausen). 

Klapkotholite  {Petersen). — Composition  Cu«Bi4Sb9  (or  3Cu,S+2Bi9Ss).  Orthorhombio, 
Cleavage  i-l  distinct.    Color  steel-gray.     G.=4-6.     Wittichen,  Baden. 

Schirmerite  [Genth).— Composition  B,Bi4S,  (or  3BS  +  2Bi,Sa),  with  B=Ag.  :  Pb-2  :  1. 
This  requires  sulphur  16*4,  bismuth  47 '3,  silver  24 '5,  lead  11 '8=100.  Massive,  disseminated 
in  quartz.     Color  lead-gray.     Bed  Cloud  mine,  Colorado. 

{o)  Gboup  II.    Formula  E3(Sb,As)8SB=2KS+(Sb,As)8S3. 
JAMESONTFB.    Federerz,  Germ. 

Orthorhombic.  I A  7=  101°  20'  and  78°  40'.  Cleavage  basal,  highly 
perfect;  /and  i-i  less  perfect.  Usually  in  acicular  crystals.  Also  fibrous 
massive,  parallel  or  divergent ;  also  in  capillary  forms ;  also  amorphous 
massive. 

H.=2-3.  G.=5B5-5-8.  Color  steel-gray  to  dark  lead-gray.  Streak 
gray- 

Oomp — Pb*SbaS»  (or  2PbS+Sb*S8) ;  more  strictly  2PbS=2  (or  Pb,Fe)S.  If  Fe  :  Pb=l  : 
4,  Sulphur  21*1,  antimony  82 *2,  lead  43*7,  iron  3*0=100.  Small  quantities  of  zinc,  bis- 
muth, silver,  and  copper  are  also  sometimes  present. 

Pyr. — Same  as  for  zinkenite. 

Di& — Distinguished  from  other  related  species  by  its  perfect  basal  cleavage. 

Obs. — Jamesonite  occurs  principally  in  Cornwall,  in  Siberia,  Hungary,  at  Valentia,  d'Alcan- 
tara  in  Spain,  and  Brazil. 

The  feather  ore  occurs  at  Wolfsberg  in  the  Eastern  Harz ;  also  at  Andreasberg  and  Claus- 
thal ;  at  Freiberg  and  Sohemnitz  ;  at  Pf affenberg  and  Meiseberg ;  in  Tuscany,  near  Bottino  ; 
at  Chonta  in  Peru. 

X)  Ui'KBNOTSITIZ. 

Orthorhombic.     /A  1=  93°  39',  O  A 14  =  121°  30',  i  :  I :  &  =  1-6318  : 
1-0658  :  1.     Usual  in  thick  rectan- 
gular tables.    Cleavage:  O  perfect.  448 
Al6o  massive. 

H.=3.  G.=5-549-5-569.  Lustre 
metallic.  Color  blackish  lead-gray. 
Streak  reddish-brown.  Opaque.  Brit- 
tle. 

Oomp.— Pb,As9S»  (or  2PbS+2As,S$)=Sul- 
phur  22-10,  arsenic  20*72,  lead  57-18=100. 

Pyr.,  etc. — Easily  fuses  and  gives  a  subli- 
mate of  sulphur  and  arsenous  sulphide;  in 
the  open  tube  a  smell  of  sulphur  only,  with  a  sublimate  of  sulphur  in  upper  part  of  tube,  and 
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of  arsenous  oxide  below.  On  oharcoal  decrepitates,  melts,  yields  fames  of  arsenic  and  a 
globule  of  lead,  which  on  cupellation  yields  silver. 

Obs. — From  the  Binnenthal  in  the  Alps,  in  crystalline  dolomite,  along  with  sartorite,  jordan- 
ite,  binnite,  etc. 

Damour,  who  first  studied  the  arsenio-sulphides  of  the  Binnenthal,  analyzed  the  massive 
ore  and  named  it  dvfrenoysite.  He  inferred  that  the  crystallization  was  isometric  from  some 
associated  crystals,  and  so  published  it.  This  led  von  Waltershausen  and  Heusser  to  call  the 
isometric  mineral  dufrenoysite,  and  the  latter  to  na.ne  the  orthorhombic  species  binnite.  Von 
Waltershausen,  after  studying  the  prismatic  mineral,  made  out  of  the  species  areenomelan  and 
$derodaset  yet  partly  on  hypothetical  grounds.  Recently  it  has  been  found  that  three  ortho- 
rhombic  minerals  exist  at  the  locality,  as  announced  by  vom  Rath,  who  identifies  one,  by  speci- 
fic gravity  and  composition,  with  Damour's  dufrenoysite ;  another  he  makes  seleroekue  of  von 
Waltershausen  (sartorite,  p.  228) ;  and  the  other  he  names  jordanUe  (p.  229).  The  isometric 
mineral  was  called  binnite  by  DesCloizeaux. 


FRZHESIiSBBNITB.    Schilfglaserz,  Germ. 

Monoclinic.    O  =  87°  46',  I A 1=  119°  12',  0  A 14  =  137°  10'  (B.  &  M.) ; 
c  :  I :  d  =  1-5802  : 1-7032  :  1.        O  A  1-i  =  123°    55'. 
449  Prisms  longitudinally  striated.     Cleavage  :  /  perfect. 

II. = 2-2-5.  G.=6-G4.  Lustre  metallic.  Color  and 
streak  light  steel-gray,  inclining  to  silver-white,  also 
blackish  lead-gray.  Yields  easily  to  the  knife,  and  is 
rather  brittle.     Fracture  subconchoidal — uneven. 

Oomp.— Pb«AgaSb,S8,  Ramm.  (or  7BS+8Sb,S,,  with  7RS  =4PbS 
+3Ag9S)=Sulphur  188,  antimony  26  0,  lead  30*5,  silver  23 -8=  100. 
Pyr. — In  the  open  tube  gives  sulphurous  and  anbimonial  fumes, 
the  latter  condensing  as  a  white  Bublimate.  B.  B.  on  charcoal  fusee 
easily,  giving  a  coating  on  the  outer  edge  white,  from  antimonous 
oxide,  and  near  the  assay  yellow,  from  oxide  of  lead ;  continued 
blowing  leaves  a  globule  of  silver. 

Obs.— Occurs  at  Freiberg  in  Saxony  and  Eapnik  in  Transylvania;  at 

Ratieborzitz ;  at  Przibram ;  at  Felsobanya;  at  Hiendelencina  in  Spain. 

According  to  v.  Zepharovich,  the  mineral  from  Przibram  and 

Braunsdorf,  and  part  of  that  from  Freiberg,  while  identical  in  composition  with  freies- 

lebenite,  has  an  ortfwrhxnribic  form.     It  is  called  by  him  diapuouitk. 

Bron gn i abdite.— Composition  AgaPbSbaS,  (or  PbS-fAg-,8-hSbaS8)=8ulphur  19'4,  anti- 
mony 29-5,  silver  2(5  '1,  lead  25*0=  100.  Isometric ;  in  octahedrons,  also  massive.  Color  gray- 
ish-black.   Mexico. 

Cosalite  (Genth).—  Composition  PbaBi2Sft  (or  2PbS-f  BiaS,)=Sulphur  161,  bismuth  42*3, 
lead  41-7=100.  Color  lead-gray.  Soft  and  brittle.  Cosala,  Sinalva,  Mexico.  Identical 
(Frenzel)  with  Hermann's  retzbanyite. 

Pyrostilpnitk  (Feuerblende,  Germ.). — In  delicate  crystals;  color  hyacinth-red.  Con- 
tains 62  3  p.  c.  silver,  also  sulphur  and  antimony.     Freiberg  ;  Andreasberg;  Przibram. 

Kitting erite.— In  minute  tabular  crystals.  Color  black.  Streak  orange-yellow.  Con- 
tains sulphur,  antimony,  and  silver.    Joaohimsthal. 


(d)  Geoup  III.    Formula  E8(As,Sb)aS6=3ES-f-(Afi,Sb)»Sg. 


PTRAROTRITB.    Ruby  Silver.    Dark  Bed  Silver  Ore.    Dunkles  Bothgultigen,  Germ. 

Rhombohedral.  Opposite  extremities  of  crystals  often  unlike.  R  A  R 
=  108°  42'  (B.  &  ML) ;  O  A  R  =  137°  42' ;  i  =  0-788.  O  A  l8  =  112°  33', 
<?A1T  =  100°  14',    i2Ai  =  144°   21'.    Cleavage:    R   rather   imperfect. 
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Twins:  composition-face—  £;  O  or  basal  plane, as  in  f.  290,  p.  95;   also 
R   and    L    Also  massive,   structure 
granular,  sometimes  impalpable. 

H. =2-2-5.  G.=5-7-5*9.  Lustre 
metallic-adamantine.  Color  black, 
sometimes  approaching  cochineal- red. 
Streak  cochineal-red.  Translucent — 
opaque.     Fracture  conchoidal. 

Comp.  —  Ag.SbS,  (or  8Ag9S+Sb,S,)=  Sul- 
phur 17-7,  antimony '22 '5,  silver  59*8=100. 

Pyr.,  etc. — In  the  closed  tube  fuses  and  gives 
a  reddish  sublimate  of  antimonous  sulphide ; 

in  the  open  tube  sulphurous  fumes  and  a  white  sublimate  of  antimonous  oxide.  B.  B.  on 
charcoal  fuses  with  spirting  to  a  globule,  gives  off  antimonous  sulphide,  coats  the  coal  white, 
and  the  assay  is  converted  into  silver  sulphide,  which,  treated  in  O.F.,  or  with  soda  in  R.F., 
gives  a  globule  of  fine  silver.  In  case  arsenic  is  present  it  may  be  detected  by  fusing  the 
pulverized  mineral  with  soda  on  charcoal  in  R.F. 

Decomposed  by  nitric  acid  with  separation  of  sulphur  and  antimonous  oxide. 

Obs. — Occurs  principally  with  calcite,  native  arsenic  and  galenite,  at  Andreasberg ;  also  in 
Saxony,  Hungary,  Norway,  at  G-audalcanal  in  Spain,  and  in  Cornwall.  In  Mexico  abundant. 
In  Chili ;  in  Nevada,  at  Washoe  in  Daney  Mine ;  abundant  about  Austin,  Reese  river ;  at 
Poor  Man  lode,  Idaho. 


FROUSTlTJbJ.    Light  Red  Silver  Ore.     Lichtes  Rothgiiltigerz,  Germ. 

Khombohedral.  R  A  R  =107°  48',  O  A  R  =  137°  9' ;  c  =  0-78506. 
Also  granular  massive. 

II.=2-2-5.  6.= 5*422-5*56.  Lustre  adamantine.  Color  cochineal-red. 
Streak  cochineal-red,  sometimes  inclined  to  aurora-red.  Subtrausparent — 
subtranslucent.     Fracture  conchoidal — uneven. 

Comp.— AgsAsSa  (or  3Ag9S+As9Ss)=Sulphur  19*4,  arsenic  15'1,  silver  65  5=100. 

Pyr.,  etc. — In  the  closed  tube  fuses  easily,  and  gives  a  faint  sublimate  of  arsenous  sulphide ; 
in  the  open  tube  sulphurous  fumes  and  a  white  crystalline  sublimate  of  arsenous  oxide.  B.B. 
on  charcoal  fuses  and  emits  odors  of  sulphur  and  arsenic ;  by  prolonged  heating  in  O.F.,  or 
with  soda  in  R.  F. ,  gives  a  globule  of  pure  silver.     Some  varieties  contain  antimony. 

Decomposed  by  nitric  acid,  with  separation  of  sulphur  and  arsenous  oxide. 

Obs.— Occurs  at  Freiberg  and  elsewhere  in  Saxony  ;  at  Joachimsthal :  Wolfach  in  Baden ; 
Chalanches  in  Dauphine' ;  Guadalcanal  in  Spain  ;  in  Mexico :  Peru  ;  Chili,  at  Chanarcillo,  in 
magnificent  crystals.  In  Nevada,  in  the  Daney  mine,  and  in  Comstock  lode,  but  rare ;  in 
veins  about  Austin,  Lander  Co.  •  in  microscopic  crystals  in  Cabarrus  Co.,  N.  C,  at  the 
McMakin  mine  ;  in  Idaho,  at  the  Poor  Man  lode. 


BOURNONTFE.    R&delers,  Oerm.{= Wheel  Ore  . 


Orthorhombic.  I A 1=  93°  40',  O  A 1-5  =  136°  17'  (Miller/ ;  c  :  I :  d  = 
0-95618  :  1-0662  :  1.  O  A 1-2  =  133°  26',  O  A 1  =  127°  20',  0  A 1-1  =  138° 
6'.  Cleavage :  iri  imperfect ;  i-l  and  O  less  distinct.  Twins :  twinning- 
plane  face  1:  crystals  often  cruciform  (f.  453),  crossing  at  angles  of  9° 
40'  aud  86°  20' ;  hence,  also,  cog-wheel  shaped.  Also  massive ;  granular, 
compact. 
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H.= 2*5-3.  G.= 5-7-5-9.  Lustre  metallic.  Color  and  streak  steel-gray, 
inclining  to  blackish  lead-gray  or  iron-black.  Opaque.  Fracture  con- 
choidal  or  uneven.    Brittle. 


452 


Oomp.,  Var.— CuPbSbS*  Ramm.  (or  8RS+Sb,Ss,  with  8BS=2PbS+(fr«S)= Sulphur  19*6, 
antimony  250,  lead  42*4,  copper  18-0=100. 

Fyr.,  etc. — In  the  closed  tube  decrepitates,  and  gives  a  dark-red  sublimate.  In  the  open 
tnbe  gives  sulphurous  oxide,  and  a  white  sublimate  of  antimonous  oxide.  B.B.  on  charcoal 
fuses  easily,  and  at  first  coats  the  *soal  white,  from  antimonous  oxide ;  continued  blowing 
gives  a  yellow  coating  of  lead  oxide ;  the  residue,  treated  with  soda  in  R.F. ,  gives  a  globule 
of  copper. 

Decomposed  by  nitric  acid,  affording  a  blue  solution,  and  leaving  a  residue  of  sulphur,  and 
a  white  powder  containing  antim  my  and  lead. 

Oba.— Occurs  in  the  Harz ;  at  ICapnik  in  Transylvania ;  at  Servos  in  Piedmont :  Br&uns- 
dorf  and  Gersdorf  in  Saxony,  Oka  in  Gorinthia,  etc. ;  in  Cornwall ;  in  Mexico ;  at  Huasco- 
Alto  in  Chili ;  at  Machacamaroa  in  Bolivia ;  in  Peru. 

Stylotypite. — An  iron-silver-copper  bournonite ;  Copiapo,  Chili 


BOnLANQBRITB. 

In  plumose  masses,  exhibiting  in  the  fracture  a  crystalline  structure ; 
also  granular  and  compact. 

H.=2-5-3.  G.=5.75-6-0.  Lustre  metallic  Color  bluish  lead-gray; 
often  covered  with  yellow  spots  from  oxidation. 


Oomp.— PbaSbtS6  (or  3PbS+Sb9S,)= Sulphur  18*2,  antimony  231,  lead  58*7=100. 

Pyr. — Same  as  for  zinkenite. 

Obs. — Quite  abundant  at  Molieres,  department  of  Gaxd,  in  France ;  also  found  at  Nasaf jeld 
in  Lapland ;  at  Nertsohinsk :  Ober-Lahr  in  Sayn-AltenMrchen ;  WolfBberg  in  the  Harz;  near 
Bottino  in  Tuscany. 

Epiboulakqebite. — Probably  a  decomposition  product  of  boulangerite  (Websky) ;  it  con- 
tains more  sulphur  and  less  antimony.     Altenberg,  Silesia. 

Wittichenite. — Composition  Cu»BiS,  (or  8Cu9S+Bi9S«)=  Sulphur  19*4,  bismuth  43.1, 
copper  38*5=100.     Color  steel-gray.     Wittichen,  Baden. 

Kobellitb.— PbaBiSbS.  (or  3PbS+(Bi.Sb),S,)  Ramm.  =Sulphur  16*8,  antimony  10*7,  bis- 
muth 18  2,  lead  54 '3 =100.     Color  lead-gray  to  steel-gray.     Hvena,  Sweden. 

Aikinite  (Nadelerz,  Germ.).—  CuPbBiS,  (or  Cu„S+2PbS+Bi*S,)= Sulphur  167,  bismuth 
36*2,  lead  86*0,  copper  11*1  =  100.  In  acicular  crystals,  also  massive.  Color  blackish  lead- 
gray.     Beresof,  Urals ;  Gold  Hill,  North  Carolina. 
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(e)  Group  IV.    Formula  E/As^b^S^iRS  +  (As,Sb,Bi>,S8. 

TETRAHEDRITB.   Gray  Copper  Ore.     Fahlerz ;  Antimon-  and  Quecksilberfehlera,  Oerm. 

Isometric ;  tetrabedral.  Twins :  twirming-plane  octahedral,  producing, 
when  the  composition  is  repeated,  the  form  in  f.  456.  Also  massive ;  gran- 
ular, coarse,  or  fine ;  compact  or  crypto-crystalline 


464 


456 


H.=3-4-5.  G.=4-5-5*ll.  Lustre  metallic.  Color  between  light  flint- 
gray  and  iron-black.  Streak  generally  same  as  the  color;  sometimes 
inclined  to  brown  and  cherry-red.  Opaque ;  sometimes  subtrauslucent  in 
very  thin  splinters,  transmitted  color  cherry-red.  Fracture  subconchoidal 
—uneven.     Rather  brittle. 

Comp.,  Varv—  Cu8SbjS7  (or  4Cu«S+Sb«Sa),  with  part  of  the  copper  (Cu,)  often  replaced  by 
iron  (Fe),  sine  (Zn),  silver  (Aga),  or  quicksilver  (Hg),  and  rarely  cobalt  (Co),  and  part  of  the 
antimony  by  arsenic,  and  rarely  bismuth.  Ratio  Ag»+Cu»  :  Zn+Fe  generally  =2:1.  There 
are  thus: 

A.  An  antimonial  series;  B.  An  arsenio-antimonial  series;  C.  A  bismuthic  arsenio-anti- 
monial ;  besides  an  arsenical,  in  which  arsenic  replaces  ail  the  antimony,  and  which  is  made 
into  a  distinct  species  named  tennaniite. 

Var.  1.  Ordinary.  Containing  little  or  no  silver.  Color  steel-gray  to  dark-gray.  G.  =5-5*8. 

2.  Argentiferous  ;  Freibergite.    Light  steel-gray,  sometimes  iron-black.    G. =4-8-5,  or  less. 

3.  Mercuriferous  ;  Schwatzite.    Color  gray  to  iron-black.    G.  =5-5*6. 
The  following  analyses  will  serve  as  examples  of  these  varieties  : 


s 

Sb 

As 

Cu 

Fe 

Zn      Ag 

tl)  Musen          25*46 
2  Meiseberg    24*80 
(3)  Kotterbach  22*53 

10  15 
25*56 
19*84 

4*98 
2-94 

89*88 
80  47 
85*34 

3*48 
3*52 

0*87 

3  *50    0*60  Ni  Co  1  -64=98  *59  Rammelsberg. 
8*89  10.48  Pb  0*78=100*00            " 

0*69    Hg  17*27,  Pb  0*21  Bi  0*81=100 

v.  Bath. 

Pyr.,  etc. — Differ  in  the  different  varieties.  In  the  closed  tube  all  fuse  and  give  a  dark- 
red  sublimate  of  antimonous  sulphide  ;  when  containing  mercury,  a  faint  dark-gray  sublimate 
appears  at  a  low  red  heat ;  and  if  much  arsenic,  a  sublimate  of  arsenous  sulphide  first  forms. 
In  the  open  tube  fuses,  gives  sulphurous  fumes  and  a  white  sublimate  of  antimony ;  if 
arsenic  is  present  a  crystalline  volatile  sublimate  condenses  with  the  antimony;  if  the 
ore  contains  mercury  it  condenses  in  the  tube  in  minute  metallic  globules.  B.  B.  on  charcoal 
ftues.  gives  a  coating  of  antimonous  oxide  and  sometimes  arsenous  acid,  zinc  oxide,  and  lead 
oxide ;  the  arsenic  may  be  detected  by  the  odor  when  the  coating  is  treated  in  B.  P. ;  the 
zinc  oxide  assumes  a  green  color  when  heated  with  cobalt  solution.  The  roasted  mineral 
gives  with  the  fluxes  reactions  for  iron  and  copper ;  with  soda  yields  a  globule  of  metallic 
copper.  To  determine  the  presence  of  a  trace  of  arsenic  by  the  odor,  it  is  best  to  fuse  the 
mineral  on  charcoal  with  soda.     The  presence  of  mercury  is  best  ascertained  by  fusing  the 
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pulverized  ore  in  a  closed  tube  with  about  three  times  its  weight  of  dry  soda,  the  metal 
subliming  and  condensing  in  minute  globules.     The  silver  is  determined  by  cupellation. 

Decomposed  by  nitric  acid,  with  separation  of  sulphur,  and  antimonous  and  arsenous  oxides. 

Obs. — The  Cornish  mines,  near  St.  Aust.  ;  at  Andreasberg  and  Clausthal  in  the  Harz  ; 
Kremnitz  in  Hungary ;  Freiberg  in  Saxony  ;  Przibram  in  Bohemia ;  Kahl  in  Spessart ;  Kap- 
nik  in  Transylvania  ;  DUlenburg  in  Nassau  ;  and  other  localities.  The  ore  containing  mer- 
cury occurs  in  Schmolnitz,  Hungary ;  at  Schwatz  in  the  Tyrol ;  and  in  the  valleys  of  Angina 
and  Costello  in  Tuscany. 

Found  in  Mexico,  at  Durango,  etc.  ;  at  various  mines  in  Chili ;  in  Bolivia ;  at  the  Kellogg 
mines,  Arkansas  ;  at  Newburyport,  Mass.  In  California  in  Maripoea  Co. ;  in  Shasta  Co.  In 
Nevada,  abundant  at  the  Sheba  and  De  Soto  mines,  Humboldt  Co.  ;  near  Austin  in  Lander 
Co. ;  in  Arizona  at  the  Heintzelman  mine,  containing  l|p.c.  of  silver ;  at  the  Sana  Rita  mine. 

Rionite  (Brauns).— A  bismuth  tetrahedrite  from  Cremenz,  Einflschthal,  Switzerland. 

Malinowskite. — A  tetrahedrite  containing  0-13  p.  c.  lead,  and  10-13  p.  a  silver.  District 
of  Eocuay,  Peru.     (5th  Append.  Min.,  Chili) 


TBNNANTITB.    Graukupfererz,  Germ. 

Isometric;  holobedral,  Phillips.  Cleavage:  dodecahedral  imperfect 
Twins  as  in  tetrahedrite.     Massive  forms  unknown. 

H.=3*5-4.  G.=4-37-4*53.  Lustre  metallic.  Color  blackish  lead-gray 
to  iron-black.     Streak  dark  reddish-gray.    Fracture  uneven, 

Oomp. — Cu*AsaS7  (or  4Cu9S+As*Sa),  with  Cu»  replaced  in  part  by  Fe,  Ag»,  etc.,  as  in  tetra- 
hedrite, with  which  it  agrees  in  crystalline  form. 

Pyr. — In  the  closed  tube  gives  a  sublimate  of  arsenous  sulphide.  In  the  open  tube  gives 
sulphurous  fames,  and  a  sublimate  of  arsenous  oxide.  B.B.  on  charcoal  fuses  with  intumes- 
cence and  emission  of  arsenic  and  sulphur  fumes  to  a  dark-gray  magnetic  globule.  The 
roasted  mineral  gives  reactions  for  copper  and  iron  with  the  fluxes;  with  soda  on  charcoal 
gives  metallic  copper  with  iron. 

Obs.— Found  in  the  Cornish  mines.    Also  at  Skutterud  in  Norway,  and  in  Algeria. 

Julian ite  (Websky)  is  near  tennantite.     G.=5*12.    Kudelstadt,  Silesia. 

Menkghinitb  has  the  composition  Pb4SbaS7(4PbS.+SbaS,)= Sulphur  17  3,  antimony  168, 
lead  68-9=100.    Resembles  boulangerite,    Bottino,  Tuscany  ;  Sohwarzenberg,  Saxony. 

(/)  Grotjp  V.    Formula  Es(As,Sb)3S8=5ES  +  (AB,Sb)lS8. 

STBPHANITB.    Sprodglaserz,  Germ. 

Orthorhombic.    1 A  /  =  115°  39',  O  A 14  =  132°  32*' ;  c  :  I :  &  =  1-0897 

:  1-5844:1.     0Al  =  127° 51'  0 A 14  =  145° 34.   Cleav- 

467  *    age :  2-i  and  i-l  imperfect.    Twins :  twinning-plane  // 

forms  like  those  of  aragonite  frequent.    Also  massive, 

compact,  and  disseminated. 

EL =2-2-5.      G.= 6269,  Przibram.      Lustre  metallic. 
Color  and  streak  iron-black.    Fracture  uneven. 


Oomp.— Ag»SbS«  (or  5AgaS+SbaS,)= Sulphur  16  2,  antimony  153, 
silver  68-5=100. 

Pyr.— In  the  closed  tube  decrepitates,  fuses,  and  after  long  heating 

gives  a  faint  sublimate  of  antimonous  sulphide.     In  the  open  tube  fuses, 

giving  off  antimonial  fumes  and  sulphurous  oxide.     B.B.  on  charcoal 

fuses  with  projection  of  small  particles,  coats  the  coal  with  antimonous 

oxide,  which  after  long  blowing  is  colored  red  from  oxidized  silver,  and  a  globule  of  metallic 

silver  is  obtained. 

Soluble  in  dilute  heated  nitric  acid,  sulphur  and  oxide  of  antimony  being  deposited. 
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Obs*~At  Freiberg  and  elsewhere  in  Saxony ;  at  Przibram  in  Bohemia ;  in  Hungary  ;  at 
Andreasberg ;  at  Zacatecas  in  Mexico ;  and  in  Peru.  In  Nevada,  an  abundant  silver  ore  in 
the  Comstock  lode ;  at  Ophir  and  Mexican  mines  in  fine  crystals ;  in  the  Reese  river  and 
Humboldt  and  other  regions.     In  Idaho,  at  the  silver  mines. 

Geockokitje.—  Composition  Pb»Sb<8*  ( or  5PbS+Sb*S,)= Sulphur  16*7,  antimony  150,  lead 
674=100  (also  contains  a  little  arsenic).  Color  light  lead-gray.  Sala,  Sweden;  Merido, 
Spain  j  Val  di  Castello,  Tuscany. 


FOLYBASITB. 


Orthorhombic,  DesCl.  I A I  nearly  120°,  O  A 1  =  121°  30'.  Crystals 
usually  6hort  tabular  prisms,  with  the  bases  triangularly  striated  parallel 
to  alternate  edges.  Cleavage:  basal  imperfect.  Also  massive  and  dis- 
seminated. 

EL =2-3.  G.= 6*214.  Lustre  metallic.  Color  iron-black  ;  in  thin  crys- 
tals cherry-red  by  transmitted  light.  Streak  iron-black.  Opaque  except 
when  quite  thin.     Fracture  uneven. 

Comp. — Ag9SbSfl  (or  9Ag»S+Sb»Ss),  if  containing  silver  without  copper  or  arsenic,  Sulphur 
14*8,  antimony  9*7,  silver  95  5=100.  But  with  Ag9  replaced  in  part  by  Cu»  (ratio  kg  :  Cu= 
1  :  4  bo  1  :  11),  and  Sb  replaced  by  As  (ratio  1  :  1,  etc.). 

Pyr,,  etc. — In  the  open  tube  fuses,  gives  sulphurous  and  antimonial  fumes,  the  latter 
forming  a  white  sublimate,  sometimes  mixed  with  crystalline  arsenous  oxide.  B.B.  fuses 
with  spirting  to  a  globule,  gives  off  sulphur  (sometimes  arsenic),  and  coats  the  coal  with  anti- 
monouB  oxide ;  with  long-continued  blowing  some  varieties  give  a  faint  yeUo wish- white  coat- 
ing of  zinc  oxide,  and  a  metallic  globule,  which  with  salt  of  phosphorus  reacts  for  copper, 
aud  cupelled  with  lead  gives  pure  silver. 

Decomposed  by  nitric  acid. 

Obs. — Occurs  in  Mexico ;  at  Tree  Puntos,  Chili  ;  at  Freiberg  and  Przibram.  In  Nevada, 
at  the  Reese  mines ;  in  Idaho,  at  the  silver  mines  of  the  Owhyhee  district. 

Poly arg yrtte. — Isometric,  Cleavage  cubic.  Malleable.  Comp.  12AgaS+SbaS,.  Wol* 
fach,  Baden. 


BNARGITB. 


Orthorhombic.  I A I  =  97°  53',  O  A  1-i  =  136°  37'  (Dauber) ;  i  :  I :  d  = 
0-94510  : 1-1480  :  1.  OA 14  =  140°  20',  O  A 1  =  128°  35'.  Cleavage :  / 
perfect ;  irly  i-i  distinct ;   O  indistinct.    Also  massive,  granular  or  columnar. 

H.=3.  G.=4-43-4-45  ;  4-362,  Kenngott.  Lustre  metallic.  Color  gray- 
ish to  iron-black ;  streak  grayish-black,  powder  having  a  metallic  lufitre. 
Brittle.    Fracture  uneven. 

Comp. — CuiAsS4= Sulphur  82 *5,  arsenic  191,  copper  48*4=100,  usually  containing  also  a 
little  antimony,  and  zinc,  and  sometimes  silver. 

Pyr. — In  the  close*'  tube  decrepitates,  and  gives  a  sublimate  of  sulphur ;  at  a  higher  tem- 
perature fuses,  and  gives  a  sublimate  of  arsenous  sulphide.  In  the  open  tube,  heated  gently, 
the  powdered  mineral  gives  off  sulphurous  and  arsenous  oxides,  the  latter  condensing  to  a 
sublimate  containing  some  antimonous  oxide.  B.  B.  on  charcoal  fuses,  and  gives  a  faint  coat- 
ing of  arsenous  oxide,  antimonous  oxide,  and  zinc  oxide ;  the  roasted  mineral  with  the  fluxes 
gives  a  globule  of  metallic  copper. 

Soluble  in  nitro-hydrochloric  acid. 
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Obi. — From  Morococha,  Cordilleras  of  Pern  ;  Famatina  Mte.,  Argentine  Republic ;  from 
Chili;  mines  of  Santa  Anna,  N.  Granada ;  at  Coflihuirachi  in  Mexico  ;  Brewster's  gold  mine, 
Chesterfield  district,  S.  Carolina ;  in  Colorado ;  at  Willis's  Gulch,  near  Black  Hawk ;  southern 
Utah ;  Morning  Star  mine,  Gal. 

Fahatinttb  (JStdener). — An  antimonial  enargite.  Massive.  Color  reddish  gray.  Fama- 
tina Mts. ,  Argentine  Republic ;  Cerro  de  Pasca,  Peru. 

Luzon  it  e. — Similar  to  enargite  in  composition,  but  unlike  in  form,  according  to  Weisbach. 
Mancayan  Island,  Luzon. 

Claritb  (Sandberger). — Also  similar  to  enargite  in  composition,  but  in  form  monoclinic, 
and  having  a  perfect  oleavage  parallel  to  the  clinopinaooid.     Schapbach,  Black  Forest 

Epigenite.— Composition  S  82*24,  As  12*78,  Cu  40  68,  Fe  14*20=100.  Orthorhombic. 
Color  steel-gray.    Neugliick  mine,  Wittichen. 
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in.  COMPOUNDS  OF  CHLORINE,  BROMINE,  IODINE. 


1.  ANHYDROUS  CHLORIDES,  ETC. 


HAUTE.    COMMON  SALT.    Kochsalz,  Steinsalz,  Germ. 

Isometric.     Usually  in  cubes  ;  rarely  in  octahedrons ;  faces  of  crystals 
sometimes  cavernous,  as  in  f.  458.     Cleavage  :  cubic, 
perfect.     Massive  and  granular,  rarely  columnar. 

II.=2*5.  G.=2-l-2-257.  Lustre  vitreous.  Streak 
white.  Color  white,  also  sometimes  yellowish,  red- 
dish, bluish,  purplish ;  often  colorless.  Transparent 
—translucent.  Fracture  conchoidal.  Rather  brittle. 
Soluble ;  taste  purely  saline. 

Comp.— NaCl= Chlorine  60*7,  sodium  89  8 =100.  Commonly 
mixed  with  some  calcium  sulphate,  calcium  chloride,  and  magne- 
sium chloride,  and  sometimes  magnesium  sulphate,  which  render 
it  liable  to  deliquesce. 

Pyr.,  etc. — In  the  closed  tube  fuses,  often  with  decrepitation ;  when  fused  on  the  platinum 
loop  colors  the  name  deep  yellow. 

Diff.— Distinguished  by  its  taste,  solubility,  and  perfect  cubic  cleavage. 

Obs. — Common  salt  occurs  in  extensive  but  irregular  beds  in  rocks  of  various  ages,  associ- 
ated with  gypsum,  polyhalite,  calcite,  clay,  and  sandstone ;  also  in  solution,  and  forming 
salt  springs. 

The  principal  mines  of  Europe  are  at  Wieliczka,  in  Poland ;  at  Hall,  in  the  Tyrol ;  Stass- 
fart,  in  Prussian  Saxony ;  and  along  the  range  through  Reichenthal  in  Bavaria,  Hallein  in 
Salzburg,  Hallstadt,  Ischl,  and  Ebensee,  in  upper  Austria,  and  Aussee  in  Styria ;  in  Transyl- 
vania ;  Wallachia,  Galicia.  and  upper  Silesia ;  Vic  and  Dieuze  in  France ;  Valley  of  Cardona 
and  elsewhere  in  Spain,  forming  hills  300  to  400  feet  high  ;  Bex  in  Switzerland  ;  and  North- 
wich  in  Cheshire,  England.  It  also  occurs  near  Lake  Oroomiah,  the  Caspian  Lake. ,  etc.  In 
Algeria ;  in  Abyssinia  ;  in  India  in  the  province  of  Lahore,  and  in  the  valley  of  Cashmere ; 
in  China  and  Asiatic  Russia  :  in  South  America,  in  Peru,  and  at  Zipaquera  and  Nemocon. 

In  the  United  States,  salt  has  been  found  forming  beds  with  gypsum,  in  Virginia,  Wash- 
ington Co. ;  in  the  Salmon  River  Mts.  of  Oregon ;  in  Louisiana.  Brine  springs  are  very 
numerous  in  the  Middle  and  Western  States.  These  springs  are  worked  at  Salina  and  Syra- 
cuse, X.  T.  ;  in  the  Kanawha  Valley,  Va.  ;  Muskingum,  Ohio ;  Michigan,  at  Saginaw  and 
elsewhere  ;  and  in  Kentucky.  Vast  lakes  of  salt  water  exist  in  many  parts  of  the  world. 
Lake  Timpanogos  in  the  Rocky  Mountains,  4.200  feet  above  the  level  of  the  sea,  now  called 
the  Great  Salt  Lake,  is  2,000  square  miles  in  area.  L.  Gale  found  in  this  water  20*196  per 
cent,  of  sodium  chloride  in  1852  ;  but  the  greater  rainfall  of  the  last  few  years  has  dimin- 
ished the  proportion  of  saline  matter.  The  Dead  and  Caspian  Seas  are  salt,  and  the  waters 
of  the  former  contain  20  to  26  parts  of  solid  matter  in  100  parts. 

Huantajaytte. — Composition  20NaCl  +  AgCL  Occurs  in  white  cubes  in  the  mine  of  San 
Simon,  Cerro  de  Huantajaya,  Peru. 
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SYIiVlTH. 

Isometric.     Cleavage  cubic.    Also  compact. 

H.=2.  G.= 1-9-2.  White  or  colorless.  Vitreous.  Soluble;  taste  like 
that  of  common  salt. 

Oomp. — KC1= Chlorine  47  65,  potassium  52*85=100.    But  often  containing  impurities. 

Pyr.,  etc. — B.B.  in  the  platinum  loop  fuses,  and  gives  a  violet  color  to  the  outer  flame. 
Added  to  a  salt  of  phosphorus  bead,  which  has  been  previously  saturated  with  copper  oxide, 
colors  the  O.F.  deep  azure-blue.     Water  completely  dissolves  it. 

Obs. — Occurs  at  Vesuvius,  about  the  fumaroles  of  the  volcano.  Also  at  Stassfurt ;  at  Leo- 
poldshall  {leopoUUU) ;  at  Kalusz,  Galicia. 

OBRARQTRITB.    Eerargyrite.    Hornsilver.    Silberhornerz,  Oerm, 

Isometric.  Cleavage  none.  Twins :  twinning-plane  octahedral.  Usually 
massive  and  looking  like  wax ;  sometimes  columnar,  or  bent  columnar ; 
often  in  crusts. 

II. =1-1*5.  G.= 5*552.  Lustre  resinous,  passing  into  adamantine.  Color 
pearl-gray,  grayish-green,  whitish,  rarely  violet-blue,  colorless  sometimes 
when  perfectly  pure ;  brown  or  violet-brown  on  exposure.  Streak  shin- 
ing. Transparent — feebly  subtranslucent.  Fracture  somewhat  conchoidal. 
Sectile. 

Oomp.— AgCl= Chlorine  247,  silver  75-8=100. 

Pyr.,  eto. — In  the  closed  tube  fuses  without  decomposition.  B.B.  on  charcoal  gives  s 
globule  of  metallic  silver.  Added  to  a  bead  of  salt  of  phosphorus,  previously  saturated  with 
copper  oxide,  and  heated  in  O.F.,  imparts  an  intense  azure-blue  to  the  flame.  A  fragment 
placed  on  a  strip  of  zinc,  and  moistened  with  a  drop  of  water,  swells  up,  turns  black,  and 
finally  is  entirely  reduced  to  metallic  silver,  which  shows  the  metallic  lustre  on  being  pressed 
with  the  point  of  a  knife.     Insoluble  in  nitric  acid,  but  soluble  in  ammonia. 

Obs. — Occurs  in  veins  of  clay  slate,  accompanying  other  ores  of  silver,  and  usually  only  in 
the  higher  parts  of  these  veins.  It  has  also  been  observed  with  ochreous  varieties  of  brown 
iron  ore  ;  also  with  several  copper  ores,  with  calcite,  barite,  etc. 

The  largest  masses  are  brought  from  Pern,  Chili,  and  Mexico.  Also  occurs  in  Nicaragni 
nearOcotal;  in  Honduras.  It  was  formerly  obtained  in  the  Saxon  mining  districts  of 
Johanngeorgenstadt  and  Freiberg,  but  is  now  rare.  Found  in  the  Altai ;  at  Kongsberg  in 
Norway ;  in  Alsace ;  rarely  in  Cornwall,  and  at  Huelgoet  in  Brittany.  In  Nevada,  about 
Austin,  Lander  Co. ,  abundant ;  at  mines  of  Comstock  lode.  In  Arizona,  in  the  Willow  Spring* 
diet. ,  veins  of  £1  Dorado  canon,  and  San  Francisco  disk     In  Idaho,  at  the  Poor  Man  lode. 

Named  from  «//**{•,  horn,  and  ap^x**,  silver. 

Calomel  (Quecksilberhorncrz,  Oerm.). — Composition  HgCl= Chlorine  15*1,  mercury  84 "9 
=100.     Color  white,  grayish,  brown.     Spain. 

Sal  Ammoniac  (Salmiak,  Oerm.). — Ammonium  chloride,  NH4C1= Ammonium  83 *7,  chlo- 
rine 66*3=100.     Vesuvius,  Etna,  and  many  volcanoes. 

Nantokite  (Breithaupt).— Composition  CuCl =Chlorine  85*9,  copper  64'1  =100.  Cleavage 
cubic.     Color  white.    Nantoko,  Chili 

Embolite.—  Ag(Cl,Br)  j  the  ratio  of  CI  :  Br  varying  from  3  :  1  to  1  :  8.  Color  grayish- 
green.     At  various  mines  in  Chili ;  also  Mexico  ;  Honduras. 

Bromyrite,  Broraargyrite  (Bromsilber,  Oerm.).— Silver  bromide,  AgBr=Bromine  42<\ 
silver  57*4=100.     Color  when  pure  bright  yellow,  slightly  greenish.     Chili ;  Mexico. 

Iodyrite,  Iodargyrite  (Iodsilber,  Oerm.). — Silver  iodide,  Agl= Iodine  54*0,  silver  46  0= 
100.     Color  yellow.     Mexico  ;  Chili ;  Spain ;  Cerro  Colorado  mine  in  Arizona. 

Tocornalite  (Domeyko). — Composition  Agl+HgL  Amorphous.  Color  pale  yellow. 
Chafiarcillo,  Chili 

CnLoaocALCiTE  (Scacchi).— From  Vesuvius,  contained  5876  p.  c.  CaCla ;  with  also  KCl 
NaCl,MgCl9.  CnLORALLUMntiTE,  Chlormagnesite,  and  Chlobothionite  are  also  frcn 
Vesuvius. 
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COMPOUNDS  OF  CHLORINE,  BBOMDTB,  IODINE. 

Cotunwite.— Lead  chloride,  PbCl2= Chlorine  25*5,  lead  745=100.    Soft    White.    Vesu- 
vius.   Pseudocotunnite  (Scacchi),  Vesuvius. 


Molysitb.— Composition  Fed«=Chlorine  65*5,  iron  84*5=100.    Vesuvius. 


2.  HYDKOUS    CHLOEIDES. 


OARNALUTE. 

Massive,  granular ;  flat  planes  developed  by  action  of  water,  but  no  dis- 
tinct traces  of  cleavage ;  lines  of  striae  sometimes  distinguished,  which 
indicate  twin-composition. 

Lnstre  shining,  greasy.  Color  milk-white,  but  often  reddish  from  mix- 
ture of  oxide  of  iron.  Fracture  conchoidal.  Soluble.  Strongly  phosphor 
escent. 

Comp. — KMg€l8.6aq=KCl4-MgCl9+6aq=Magne8ium  chloride  34*2,  potassium  chloride 
26*9,  water  38-9=100. 

The  brown  and  red  color  of  the  mineral  is  due. partly  to  iron  sesquioxide,  which  is  in  hex- 
agonal tables,  and  partly  to  organic  matters  (water-plants,  infusoria,  sponges,  etc. ). 

Pyr.,  etc. — B.B.  fuses  easily.  Soluble  in  water,  100  parts  of  water  at  18*75 J  C.  taking  up 
64-5  parts. 

Obs. — Occurs  at  Stassfurt,  where  it  forms  beds  in  the  upper  part  of  the  salt  formation, 
alternating  with  thinner  beds  of  common  Bait  and  kieserite,  and  also  mixed  with  the  common 
salt.  Its  beds  consist  of  subordinate  beds  of  different  colors,  reddish,  bluish,  brown,  deep  red, 
sometimes  colorless.  Sylvite  occurs  in  the  carnallite.  Also  found  at  Westeregeln  ;  with  salt 
at  Maman  in  Persia.     Its  richness  in  potassium  makes  it  valuable  for  exploration. 

Tachhydrite.—  Composition  CaMg9Cle  +  12aq=CaCl3H-2MgCla  +  12aq  (Ramm.)= Chlorine 
40*3,  magnesium  9*5,  calcium  7*5,  water  42*7=100.  Color  yellowish.  Deliquescent.  Stass- 
furt. 

Krembrsite.— Probably  2N H4C1  -h  2KC1 + FeCl« +8aq.    Vesuvius. 

Erythrobiderite,  also  from  Vesuvius,  is  2ECl+FeCl0+2aq. 


3.  OXYCHLOKIDES. 


ATACAMITB. 


'  Orthorhombic.  7  A  7=  112°  20',  O  A  1-i  =  131°  29' ;  c  :  I :  &  =  1-181 
:  1*492  :  1.  Usually  in  modified  rectangular  prisms,  vertically  striated  ;  also 
in  rectangular  octahedrons.  Twins:  twinning-plane  7;  consisting  of 
three  individuals.  Cleavage:  i-l  perfect,  l-l  imperfect.  Occurs  also  mas- 
sive lamellar. 

II.=3-3-5.  G.=3*761  (Klein),  3-898  (Zepharovich).  Lustre  adamantine- 
vitreous.  Color  various  snades  of  bright  green,  rather  darker  than  emerald, 
sometimes  blackish-green.  Streak  apple-green.  Translucent — subtrans- 
lucent. 
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,  Oomp.— CuCl9+8H2OuOa=Chlorine  16-64,  copper 5945,  oxygen  11-25,  water  12-66=100. 
Also  other  compounds  with  more  water  (18  and  22£  p.  a). 

Pyr.}  etc. — In  the  closed  tube  gives  off  much-  water,  and  forms  a  gray  sublimate.  B.B.  on 
charcoal  fuses,  coloring  the  O.F.  azure-blue,  with  a  green  edge,  and  giving  two  coatings, 
one  brownish  and  the  other  grayish- white  *  continued  blowing  yields  a  globule  of  metallic 
copper ;  the  coatings  touched  with  the  R.F.  volatilize,  coloring  the  flame  azure-blue.  In  acids 
easily  soluble. 

Obs.— Occurs  in  different  parts  of  Chili ;  in  the  district  of  Tarapaca.  Bolivia ;  at  TooopilU 
in  Bolivia ;  with  malachite  in  South  Australia ;  Serro  do  Bembe,  near  Ambriz,  on  the  west 
coast  of  Africa  ;  at  the  Estrella  mine  in  southern  Spain ;  at  St.  Just  in  Cornwall. 

Tallingite.— -Composition  CuCla+4HaCuOa+4aq.  In  thin  crusts.  Color  blue.  Botal- 
lack  mine,  Cornwall. 

Ate  lite.— Composition  CuCli+2HaCuO*  +  aq.     Formed  from  tenorite.    Vesuvius. 

Pekcylitk. — An  ozyohloride  of  lead  and  copper.  Occurs  in  minute  sky-blue  cubes. 
Sonora,  Mexico ;  So.  Africa. 

Matlockite.— Composition  PbGl9+PbO=Lead chloride  55*5,  lead  oxide  44*5=100.  Crom- 
ford,  uear  Matlock,  Derbyshire. 

Mbndipitk.  —Composition  PbCl,+2PbO=Lead  chloride  88  4,  lead  oxide  61*6=100.  In 
columnar  masses,  often  radiated.  Color  white.  Mendip  Hills,  Somersetshire;  Brillon, 
Westphalia. 

Schwabtzembergite. — Composition  Pb(I,Cl)a+2PbO.  Color  yellow.  Desert  of  Ata- 
cama. 

Daubreite.— Composition  (Bi908)4BiCls=BiaOs  76-16,  BiCl,  28*84=100.  Amorphous. 
Structure  earthy,  sometimes  fibrous.  Color  yellowish-gray.  H.=2'5.  G.  =6  '4-6  '5.  From 
the  mine  Constancia,  Cerro  de  Tanza,  Bolivia  (Domeyko). 


Digitized  by 


Google 


FLUORINE  COMPOUNDS. 


241 


IV.  FLUORINE  COMPOUNDS. 


1.  ANHYDROUS  FLUORIDES. 


459 


FLUORXTB  or  FLUOR  SPAB.     FluBspath,  Oerm. 

Isometric;  forms  usually  cubic  (see  f.  39,  40,  41,  52,  55,  etc.,  pp.  16 
to  19).  Cleavage  :  octahedral,  perfect.  Twins  : 
twinning-plane,  1,  f.  266,  p.  91.  Massive. 
Rarely  columnar ;  usually  granular,  coarse  or 
fine.  Crystals  often  having  the  surfaces  made 
up  of  small  cubes,  or  cavernous  with  rectangular 
cavities. 

H.=4.  G.=3-01-8'25.  Lustre  vitreous ; 
sometimes  splendent ;  usually  glimmering  in  the 
massive  varieties.  Color  white,  yellow,  green, 
rose,  and  crimson-red,  violet-blue,  sky-blue,  and 
brown :  wine-yellow,  greenish  and  violet-blue, 
most  common  ;  red,  rare.  Streak  white.  Trans- 
parent— subtranslucent.  Brittle.  Fracture  of  fine  massive  varieties  flat- 
conehoidal  and  splintery.  Sometimes  presenting  a  bluish  fluorescence. 
Phosphoresces  when  heated. 


Oomp.,  Var. — Calcium  fluoride,  CaFa=Fluorine  48*7,  calcium  51  *3=100.  Berzelius  found 
0*5  of  calcium  phosphate  in  the  fluorite  of  Derbyshire.  The  presence  of  chlorine  was  detected 
early  by  Scheele.  Kersten  found  it  in  fluor  from  Marienberg  and  Freiberg.  The  bright 
colors,  as  shown  by  Kenngott,  are  lost  on  heating  the  mineral ;  they  are  attributed  mainly  to 
different  hydrocarbon  compounds  by  Wyrouboff,  the  crystallization  having  taken  place  from 
aqueous  solution. 

Var.  Ordinary ;  (a)  cleavabie  or  crystallized,  very  various  in  colors ;  (b)  coarse  to  fine 
granular ;  (e)  earthy,  dull,  and  sometimes  very  soft.  A  soft  earthy  variety  from  Batofka, 
Russia,  of  a  lavender-blue  color,  is  the  ratofkite.  The  finely-colored  fluorites  have  been 
called,  according  to  their  colors,  false  ruby,  topaz,  emerald,  amethyst,  etc.  The  colors  of  the 
phosphorescent  light  are  various,  and  are  independent  of  the  actual  color ;  and  the  kind 
affording  a  green  color  is  {d)  the  cldorophane. 

Pyr.}  etc. — In  the  closed  tube  decrepitates  and  phosphoresces.  B.  B.  in  the  forceps  and 
on  charcoal  fuses,  coloring  the  flame  red,  to  an  enamel  which  reacts  alkaline  to  test  paper. 
With  soda  on  platinum  foil  or  charcoal  fuses  to  a  clear  bead,  becoming  opaque  on  cooling  ; 
with  an  excess  of  soda  on  charcoal  yields  a  residue  of  a  difficultly  fusible  enamel,  while  most 
of  the  soda  sinks  into  the  coal ;  with  gypsum  fuses  to  a  transparent  bead,  becoming  opaque 
on  cooling.  Fused  in  an  open  tube  with  fused  salt  of  phosphorus  gives  the  reaction  for  fluor* 
ine.    Treated  with  sulphuric  acid  gives  fumes  of  hydrofluoric  acid  which  etch  glass*    Phoe- 

16 
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phorescence  is  obtained  from  the  coarsely  powdered  spar  below  a  red  heat.  At  a  high  tem- 
perature it  ceases,  but  is  partially  restored  by  an  electric  discharge. 

Diff. — Recognized  by  its  octahedral  cleavage,  its  etching  power  when  heated  in  the  glass 
tube,  etc. 

Obs. — Sometimes  in  beds,  but  generally  in  veins,  in  gneiss,  mica  slate,  clay  slate,  and  also 
in  limestones,  both  crystalline  and  nncrystalline,  and  sandstones.  Often  occurs  as  the  gnngue 
of  metallic  ores.  In  the  North  of  England,  it  is  the  gangue  of  the  lead  veins.  In  Derby- 
shire it  is  abundant,  and  also  in  Cornwall.  Common  in  the  mining  district  of  Saxony ;  fine 
near  Kongsberg  in  Norway.     In  the  dolomites  of  St.  Gothard  it  occurs  in  pink  octahedrons. 

Some  American  localities  are  :  Trumbull  and  Plymouth,  Conn.  ;  Muscolonge  Lake,  Jeffer- 
son Co.,  N.Y.,  in  gigantic  cubes  ;  Rossie,  St.  Lawrence  Co. ;  near  the  Franklin  furnace,  N.  J. ; 
Gallatin  Co.,  111. ;  Thunder  Bay,  Lake  Superior;  Missouri 

Sellaite  (Striiver). — Magnesium  fluoride,  MgF3.  Tetragonal.  Colorless.  Occurs  with 
anhydrite  at  Gerbulaz  in  Savoy. 

Yttrocerite.— Composition  2(9CaF,-f  2YF9+CeF,)+3aq  (Ramm.).  Color  violet-bhie, 
white.    Near  Fahlun,  Sweden  ;  Amity,  N.  Y.  ;  Paris,  Me.  ;  etc. 

Fluocerite.— Contains  (Berzelius)  €eO,  82  64,  YO  1  '12.     Sweden. 

Fluellite. — Contains  (Wollaston)  fluorine  and  aluminum.     Cornwall. 

CRYrTOHALiTE.— Fluosilicate  of  ammonium.  Vesuvius.  Also  observed  at  Vesuvius, 
hydrofluorite,  HF,  and  proidonite,  SiF4  (Scacchi). 


CRYOLITE. 


Triclinic  (DesCloizeaux  and  Websky).  Form  approaching  very  closely 
in  appearance  and  angles  to  the  cube  and  ciibo- 
octahedron  of  the  isometric  system.  General  habit 
as  in  f.  460;  P(O)  A  T(I)  =  90°  2',  P(WaJ/(/') 
=  90°  24',  Ma  T(Ia  If)  =  91°  57' ;  also  /  (1-1')  A  J/ 
(/')  =  124°  30',  I  {\-V)  A  T(l)  =  124°  14'  (angles  l>y 
Websky).  Twins  common.  Cleavage  parallel  to 
the  three  planes  P,  M,  T ;  in  crystals  most  com- 
plete parallel  to  T7,  in  masses  parallel  to  P.  Com- 
monly massive,  cleavable. 

II.  =  2-5.  G.  =  2-9-3077.  Lustre  vitreons;  slightly 
pearly  on  O.  Color  snow-white  ;  sometimes  reddish 
or  brownish  to  brick-red  and  even  black.  Sub- 
transparent — translucent.  Immersion  in  water  in- 
creases the  transparency.     Brittle. 

Comp.— Na«AlF,a  (or  6NaF+AlFe)=  Aluminum  13-0,  sodium  32*8,  fluorine  54-2=100. 

Pyr.,  etc. — Fusible  in  the  flame  of  a  candle.  B.B.  in  the  open  tube  heated  so  that  the 
flame  enters  the  tube*,  gives  off  hydrofluoric  acid,  etching  the  glass ;  the  water  which  con- 
denses at  the  upper  end  of  the  tube  reacts  for  fluorine  with  Brazil-wood  paper.  In  the  for- 
ceps fuses  very  easily,  coloring  the  flame  yellow.  On  the  charcoal  fuses  easily  to  a  clear  bead, 
which  on  cooling  becomes  opaque ;  after  long  blowing,  the  assay  spreads  out,  the  sodium 
fluoride  is  absorbed  by  the  coal,  a  suffocating  odor  of  fluorine  is  given  off,  and  a  crust  of 
alumina  remains,  which,  when  heated  with  cobalt  solution  in  O.  F. ,  gives  a  blue  color.  Soluble 
in  sulphuric  acid,  with  evolution  of  hydrofluoric  add. 

Diff. — Distinguished  by  its  extreme  fusibility,  and  its  yielding  hydrofluoric  acid  in  the  open 
tube. 

Oba. — Occurs  in  a  bay  in  Arksut-fiord,  in  West  Greenland,  at  Evigtok,  where  it  constitute* 
a  large  bed  or  vein  in  gneiss.  It  is  used  for  making  soda,  and  soda  and  alumina  salts ;  also 
in  Pennsylvania,  for  the  manufacture  of  a  white  glass  which  is  a  very  good  imitation  of 
porcelain. 

Chiolite.—G.  =2-84-2-90.  Na3AlF„  (or  3NaF+AlF„).  Chodneffitb.— G.=3-01.  tfa^l 
F,0  (or4NaF  +  ^lF«)  Ramm.  The  two  minerals  are  alike  in  physical  characters,  occurring 
in  minute  tetragonal  pyramids  ;  both  from  Miaak. 
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2.   HYDROUS    FLUORIDES. 


PAOHNOUTE.    Thomsenolibe. 

Monoclinic,  with  the  lateral   axes  equal    ("  clino-quadratic "  Nordeiis- 
kiold).   c  :  h  :  d  =  1-044  :  1  :  1 ;  C  =  92°  30'.   Prisms  slender, 
a  little  tapering ;    /  horizontally  striated.     Cleavage  :  basal  460a 

very  perfect.     Also  massive,  opal  or  chalcedony-like. 

H.= 2-5-4.  G.= 2929-3-008, of  crystals.  Lnstre vitreous, 
of  a  cleavage-face  a  little  pearly,  of  massive  waxy.  Color 
white,  or  with  a  reddish  tinge.     Transparent  to  translucent. 


Oomp Na,CaaAlF,9  +  2aq,  or  2NaF  +  2CaF2  +  A1F«  4-  2aq  =  Fluorine 

51.28,  aluminum  12*28,  calcium  1799,  sodium  10*35,  water  810=100. 

Pyr.,  etc. — Fuses  more  easily  than  cryolite  to  a  clear  glass.  The  massive 
decrepitates  remarkably  in  the  flame  of  a  candle.  In  powder  easily  decom- 
posed by  sulphuric  acid. 

Obg. — Found  incrusting  the  cryolite  of  Greenland,  and  a  result  of  its 
alteration.    The  crystals  often  have  an  ochre-colored  coating,  especially  the 
terminal  portion;  they  are  sometimes  quite  large,  and  have  much  the 
appearance  of  cryolite.    The  mineral  was  first  described  by  Knop,  and  though  his  description 
of  the  crystals  does  not  agree  with  that  given  above,  there  seems  to  be  no  doubt  that  the 
material  was  the  same,  which  has  since  been  investigated  by  Hagemann  (dimetric  pachnoUte 
—thotnserwUte),  Wohler  (pyroconite)  and  Koenig,  as  urged  by  the  latter. 

Knop  originally  described  two  varieties  of  the  mineral,  to  which  he  gave  the  name  pachno- 
Ute. The  variety,  A,  appeared  in  large,  cuboidal  crystals,  with  cleavage  planes  parallel  to  the 
faces,  intersecting  at  angles  of  approximately  90°.  These  cleavage  planes  seemed  to  be  con- 
tinued on  into  the  mass  of  the  cryolite  on  which  the  crystals  were  implanted.  The  second 
variety,  B.  was  in  small  brilliant  crystals,  of  prismatic  form,  grouped  together  often  in  par- 
allel position  upon  the  cryolite  (hence  the  name,  from  mfcr*),  frost).  The  identity  of  the  two 
varieties  chemically  was  shown  by  the  analyses  of  Knop  and  Wohler.  The  crystals  of  variety 
B,  according  to  Knop,  had  1a  /=  81°  24'  eta 

Knop  has  recently  (Jahrb.  Min.,  1876,  849)  suggested  the  possibility  that  the  crystals  of 
14  cryolite,'1  upon  which  Websky  obtained  the  angles  quoted  on  the  preceding  page,  were  really 
identical  with  variety  A  of  pachnoliU.  The  crystallographio  relation  of  the  two  species  is  not 
yet  clearly  made  out. 

Arkstjtite,  Hagemannttb,  Gearksutite,  all  from  Greenland ;  and  Prosopite,  from 
Altenberg.— Fluorine  minerals,  related  to  those  which  precede,  but  whose  exact  nature  is 
not  yet  known. 

Ralstonite  (Brush). — An  hydrous  aluminum  fluoride,  containing  also  a  little  magnesium 
and  sodium.    Occurs  in  minute  regular  octahedrons  on  the  cryolite  from  Greenland, 
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V.  OXYGEN  COMPOUNDS. 


1.  OXIDES  op  Metals  of  the  Gold,  Ikon,  or  Tin  Groups. 

A.  ANHYDROUS  OXIDES,      (a)  Protoxides,  RO(or  R*0). 

CUPRITE.     Red  Copper  Ore.    Rothkupfererz,  Germ. 

Isometric  (see  figures  on  p.  17).      Cleavage:   octahedral.      Sometimes 

cubes  lengthened  into  capillary  forms.    Also 
461  massive,  granular;  sometimes  earthy. 

H.=3-5-4.  G.=5-85-6-15.  Lustre  ada- 
mantine or  submetallic  to  earthy.  Color  red, 
of  various  shades,  particularly  cochineal-red ; 
occasionally  crimson-red  by  transmitted  light. 
Streak  several  shades  of  brownish-red,  shin- 
ing. Subtransnarent — subtranslucent.  Frac- 
ture eonchoidal,  uneven.    Brittle. 

Oomp.,  Var.— Cu,0=0xygen  11-2,  copper  88  S =100. 
Sometimes  affords  traces  of  selenium.     Chaleotrichite 
is  a  variety  which  occurs  in  capillary  or  acicular  crys- 
tallizations, which  are  cubes  elongated  in  the  direction 
of  the  octahedral  axis.      It  also  occurs  earthy;   Tile 
Ore  (Ziegelerz  Germ.).     Brick-red  or  reddish- brown 
and  earthy,  often  mixed  with  red  oxide  of  iron ;  some- 
times nearly  black. 
Pyr.,  etc. — Unaltered  in  the  closed  tube.     B.B.  in  the  forceps  fuses  and  colors  the  flame 
emerald-green;  if  previously  moistened  with  hydrochloric  acid,  the  color  imparted  to  the 
flame  is  momentarily  azure-blue  from  copper  chloride.     On  charcoal  first  blackens,  then  fuw*, 
and  is  reduced  to  metallic  copper.     With  the  fluxes  gives  reactions  for  copper  oxide.     Soluble 
in  concentrated  hydrochloric  acid. 

Obs. — Occurs  in  Thuringia  ;  on  Elba,  in  cubes ;  in  Cornwall ;  in  Devonshire  ;  in  isolated 
crystals,  in  lithomarg-e,  at  Chessy,  near  Lyons,  which  are  generally  coated  with  malachite, 
etc.  At  the  SomerviHe,  and  Flemington  copper  mines,  N.  J.  ;  at  Cornwall,  Lebanon  Co., 
Pa. ;  in  the  Lake  Superior  region. 

Hydrocupritk  (Genth). — A  hydrous  cuprite.  Occurs  in  orange-yellow  coatings  on 
magnetite.    Cornwall,  Lebanon  Co.,  Pa. 

ZINCITE.    Bed  Zinc  Ore.    Rothadnkerz,  Germ. 

Hexagonal.  O  A 1  =  118°  T ;  c  =  1-620S.  In  quartzoids  with  truncated 
summits,  and  prismatic  faces  Z  Cleavage :  basal,  eminent ;  prismatic, 
sometimes  distinct.  Usual  in  foliated  grains  or  coarse  particles  and  masses; 
also  granular. 

II.=4-4'5.  G-.=5,43-5,7.  Lustre  snbadamantine.  Streak  orange-yel- 
low. Color  deep  red,  also  orange-yellow.  Translucent — 6ubtranslucent. 
Fracture  subconehoidal.     Brittle. 

Oomp. — ZnO= Oxygen  19*74,  zinc  80*26=100;  containing  manganese  as  an  unessential 
ingredient.  The  red  color  is  due  probably  to  the  presence  of  manganese  sesquioxide,  cer- 
tainly not  to  scales  of  hematite. 
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Pyr.,  etc.— Heated  in  the  cloeed  tube  blackens,  bat  on  cooling  resumes  the  original  color. 
B.B.  infusible ;  with  the  fluxes,  on  the  platinum  wire,  gives  reactions  for  manganese,  and  on 
charcoal  in  B.  F.  gives  a  coating  of  zinc  oxide,  yellow  while  hot,  and  white  on  cooling.  The 
coating,  moistened  with  cobalt  solution  and  treated  in  R.F.,  assumes  a  green  color.  Soluble 
in  acids  without  effervescence. 

Obs. — Occurs  with  franklinite  and  also  with  calcite  at  Stirling  Hill  and  Mine  Hill.  Sussex 
Co.,  N.  J. 

Calcozincite. — Impure  zincite  (mixed  with  CaCO,,  etc. ).     Stirling  Hill,  N.  J. 

TBNORITB.    Melaconite.    Schwarzkupfererz  (Kupferschwarze),  Qerm. 

Orthorhoinbic  (tenorite),  crystals  from  Vesuvius.  Earthy;  massive; 
pulverulent  (melaconite) ;  also  in  shining  flexible  scales ;  also  rarely  in 
cubes  with  truncated  angles  (pseudomorphous  ?). 

II. =3.  G.=6*25,  massive  (Whitney).  Lustre  metallic,  and  color  steel  or 
iron-gray  when  in  thin  scales ;  dull  and  earthy,  with  a  black  or  grayish- 
black  color,  and  ordinarily  soiling  the  fingers  when  massive  or  pulverulent. 

Oomp.— CuO=Oxygen  2015,  copper  7985=100 

Pyr.,  etc. — B.B.  in  O.F.  infusible;  other  reactions  as  for  cuprite  (p.  244).  Soluble  in 
hydrochloric  and  nitric  acids. 

Obs. — Found  on  lava  at  Vesuvius  in  minute  scales ;  and  also  pulverulent  (Scacchi,  who 
uses  the  name  melaconise  for  the  mineral).  Common  in  the  earthy  form  (melaconite)  about 
copper  mines,  as  a  result  of  the  decomposition  of  chalcopyrite  and  other  copper  ores.  Duck- 
town  mines  in  Tennessee,  and  Keweenaw  Point,  L.  Superior. 

Periclasite. — Essentially  magnesium  oxide,  HgO,  or  more  exactly  (Mg,Fe)0,  where 
Mg :  Fe=20  :  1,  or  80  : 1.     Mt.  Somma. 

Btosenite. — NiO.  Found  at  Johanngeorgenstadt.  The  compound  MnO  has  been  found 
recently  in  Wermland,  in  masses  of  a  green  color,  and  with  cubio  cleavage.     (Blomstrand.) 

Massicot  (Bleiglatte). — PbO,  but  generally  impure.  Baden weiler,  Baden.  Mexico. 
Austin's  mines,  Va. 

Hydrabgybite.— HgO ;  with  Bokdostte,  AgOl  +  HgOl,  at  Los  Bordos,  Chili 


(J)  Sesquioiides.    General  Formula  SO* 
CORUNDUM. 

Rhombohedral.    R  A  R  =.86°  4',  O  A  \{R)  =  122°  26' ;  (122°  25',  Kok- 
Bcharof) ;    c  =  1-363.     Cleavage :    basal,   some-  462  468 

times  perfect,  but  interrupted,  commonly  im- 
perfect in  the  blue  variety;  rhombohedral,  of  ten 
perfect.  Large  crystals  usually  rough.  Twins : 
composition-face  R.  Also  massive  granular  or 
impalpable ;  often  in  layers  from  composition 
parallel  to  /?. 

II. =9.  G. =8-909-4-16.  Lustre  vitreous; 
sometimes  pearly  on  the  basal  planes,  and  occa- 
sionally exhibiting  a  bright  opalescent  star  of 
six  rays  in  the  direction  of  the  axis.  Color  blue, 
red,  yellow,  brown,  gray,  and  nearly  white; 
Btreak  uncolored .  Transparent — translucent. 
Fracture  conchoidal  —  uneven.  Exceedingly 
tough  when  compact. 

Oomp.,  Varv— Pure  alumina  A10s= Oxygen  46*8,  aluminum  53*2=100.     There  are  three 

Digitized  by  CjOOQ IC 


246 


DESCRIPTIVE  MINERALOGY. 


subdivisions  of  the  species  prominently  recognized  in  the  arts,  and  until  early  in  this  century 
regarded  a*  distinct  species ;  but  which  actually  differ  only  in  purity  and  state  of  crystalliza- 
tion or  structure. 

Var.  1.  Sapphire  — Includes  the  purer  kinds  of  fine  colors,  transparent  to  translucent, 
useful  as  gems.  Stones  are  named  according  to  their  colors ;  true  Ruby,  or  Oriental  Ruby, 
red  ;  0.  Topas,  yellow  ;  0.  Emerald,  green  ;   0.  AmetJiy&t,  purple. 

2.  Corundum. — Includes  the  kinds  of  dark  or  dull  colors  and  not  transparent,  colors  light 
blue  to  gray,  brown,  and  black.  The  original  adamantine  spar  from  India  has  a  dark  gray- 
ish smoky-brown  tint,  but  greenish  or  bluish  by  transmitted  light,  when  translucent,  and 
either  in  distinct  crystals  often  large,  or  cleavable -massive.  It  is  ground  and  ueed  as  a  polish- 
ing material,  and  being  purer,  is  superior  in  this  respect  to  emery.  It  was  thus  employed  in 
ancient  times,  both  in  India  and  Europe. 

8.  Emery,  Schmirgel,  Germ. — Includes  granular  corundum,  of  black  or  grayish- black 
color,  and  contains  magnetite  or  hematite  intimately  mixed.  Feels  and  looks  much  like  a 
black  fine-grained  iron  ore.  which  it  was  long  considered  to  be.  There  are  gradations  from  the 
evenly  fine-grained  emery  to  kinds  in  which  the  corundum  is  in  distinct  crystals.  This  last 
is  the  case  with  part  of  that  at  Chester,  Massachusetts. 

Fyr.,  etc. — B.B.  unaltered  ;  slowly  dissolved  in  borax  and  salt  of  phosphorus  to  a  clear 
glass,  which  is  colorless  when  free  from  iron  ;  not  acted  upon  by  soda.  The  finely  pulverized 
mineral,  after  heating  with  cobalt  solution,  gives  a  beautiful  blue  color.  Xot  acted 
upon  by  acids,  but  converted  into  a  soluble  compound  by  fusion  with  potassium  bisulphate 
or  soda.  Friction  excites  electricity,  and  in  polished  specimens  the  electrical  attraction  con- 
tinues for  a  considerable  length  of  time. 

Diff.—  Distinguished  by  its  hardness,  scratching  quartz  and  topaz  ;  its  infusibility  and  its 
high  specific  gravity. 

Obs. — This  species  is  associated  with  crystalline  rocks,  as  granular  limestone  or  dolomite, 
gneiss,  granite,  mica  slate,  chlorite  slate.  The  fine  sapphires  are  usually  obtained  from  the 
beds  of  rivers,  either  in  modified  hexagonal  prisms  or  in  rolled  masses,  accompanied  by  grains 
of  magnetic  iron  ore,  and  several  species  of  gems.  The  emery  of  Asia  Minor,  according  to 
Dr.  Smith,  occurs  in  granular  limestone. 

Sapphires  occur  in  Ceylon ;  the  East  Indies  ;  China.  Corundum,  at  St.  Gothard ;  in  Pied- 
mont ;  Urals ;  Bohemia.  Emery  is  found  in  large  boulders  on  some  of  the  Grecian  islands  ; 
also  in  Asia  Minor,  near  Ephesus,  etc.  In  N.  America,  in  Massachusetts,  at  Chester,  corun- 
dum and  emery  in  a  large  vein ;  also  in  Westchester  Co. ,  N.  Y.  In  New  York,  at  Warwick 
and  Amity.  In  Pennsylvania,  in  Delaware  Co.,  and  Chester  Co.  In  western  N.  Carolina, 
at  many  localities  in  large  quantities,  and  sometimes  in  crystals  of  immense  size.  In  Georgia^ 
in  Cherokee  Co.  In  California,  in  Los  Angeles  Co. ;  in  the  gravel  on  the  Upper  Missouri 
.River  in  Montana. 

HEMATITE.    Specular  Iron.    Eisenglanz,  Rotheisenerz,  Germ. 


Rhombohedral.  R  A  R  =  86°  10',  0  A  12  =  122°  30';  c  =  13591. 
O  A  f  2  =  118°  53',  O  A  l8  =  103°  32,  R  A  f  2  =  154°  2'.  Cleavage :  par- 
allel  to  R  and  O;  often  indistinct.     Twins:  twinning-plane  R ;  also  O 

465  466  468  469 


Elba, 


Elba. 


Vesuvius. 

(f .  267,  p.  91).  Also  columnar — granular,  botryoidal,  and  stalactitic  shapes ; 
also  lamellar,  laminae  joined  parallel  to  (?,  and  variously  bent,  thick  or 
thin ;  also  granular,  friable  or  compact. 
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H.=5*5-6*5.  G.=4*5-5'3;  of  some  compact  varieties,  as  low  as  4*2. 
Lustre  metallic  and  occasionally  splendent ;  sometimes  earthy.  Color  dark 
steel-gray  or  iron-black;  in  -very  thin  particles  blood-red  by  transmitted 
light ;  when  earthy,  red.  Streak  cherry-red  or  reddish-brown.  Opaque, 
except  when  in  very  thin  laminae,  which  are  faintly  translucent  and  blood- 
red.  Fracture  subconchoidal,  uneven.  Sometimes  attractable  by  the 
magnet,  and  occasionally  even  magnetipolar. 

Comp.,  Var. — Iron  sesquioxide,  FeO,= Oxygen  30,  iron  70=100.  Sometimes  containing 
titanium  and  magnesium. 

The  varieties  depend  on  texture  or  state  of  aggregation,  and  in  some  cases  the  presence  of 
impurities. 

Var.  1.  Specular.  Lustre  metallic,  and  crystals  often  splendent,  whence  the  name  specular 
iron,  (b)  When  the  structure  is  foliated  or  micaceous,  the  ore  is  called  micaceous  hematite 
i.Eisenglimmer).  2.  Compact  columnar  ;  or  fibrous.  The  masses  often  long  radiating  ;  lustre 
submetallic  to  metallic ;  color  brownish-red  to  iron-black.  Sometimes  called  r  d  hematite, 
the  name  hematite  among  the  older  mineralogists  including  the  fibrous,  sialactitic,  and  other 
solid  massive  varieties  of  thiB  species,  limonite,  and  tnrgite.  8.  Red  Oc/treous.  Red  and 
earthy.  Often  specimens  of  the  preceding  are  red  ochreous  on  some  parts.  Reddle  and  rtd 
chalk  are  red  ochre,  mixed  with  more  or  less  clay.  4.  Clay  Ironstone  ;  Argillaceous  hematite. 
Hard,  brownish-black  to  reddish-brown,  heavy  stone ;  often  in  part  deep-red  ;  of  submetallic 
to  unmetallic  lustre  ;  and  affording,  like  all  the  preceding,  a  red  streak.  It  consists  of  iron 
sesquioxide  with  clay  or  sand,  and  sometimes  other  impurities. 

Pyr.,  etc.— B.B.  infusible ;  on  charcoal  in  R.F.  becomes  magnetic;  with  borax  in  O.F. 
gives  a  bead,  which  is  yellow  while  hot  and  colorless  on  cooling ;  if  saturated,  the  bead 
appears  red  while  hot  and  yellow  on  cooling ;  in  R.  F.  gives  a  bottle-green  color,  and  if  treated 
on  charcoal  with  metallic  tin,  assumes  a  vitriol-green  color.  With  soda  on  charcoal  in  R.F. 
is  reduced  to  a  gray  magnetic  metallic  powder.     Soluble  in  concentrated  hydrochloric  acid. 

Diff. — Distinguished  from  magnetite  by  its  red  streak,  also  from  limonite  by  the  same 
means,  as  well  as  by  its  not  containing  water  ;  from  turgite  by  its  greater  hardness  and  by 
its  not  decrepitating  B.B.    It  is  hard  ;  and  infusible. 

Obs. — This  ore  occurs  in  rocks  of  all  ages.  The  specular  variety  is  mostly  confined  to  crys- 
talline or  metam  orphic  rocks,  but  is  also  a  result  of  igneous  action  about  some  volcanoes,  as 
at  Vesuvius.  Traversella  in  Piedmont ;  the  island  of  Elba,  afford  fine  specimens ;  also  St. 
Gothard,  often  in  the  form  of  rosettes  {Eisenrose),  and  Cavradi  in  Tavetsch ;  and  near  Limoges, 
France.  At  Etna  and  Vesuvius  it  is  the  result  of  volcanic  action.  Arendal  in  Norway,  Long- 
ban  in  Sweden,  Framont  in  Lorraine,  Dauphiny,  also  Cleator  Moor  in  Cumberland,  are  other 
localities. 

In  N.  America,  widely  distributed,  and  sometimes  in  beds  of  vast  thickness  in  rooks  of  the 
Archaean  age,  as  in  the  Marquette  region  in  northern  Michigan ;  and  in  Missouri,  at  the  Pilot 
Knob  and  the  Iron  Mtn. ;  in  Arizona  and  New  Mexico.  Some  of  the  localities,  interesting 
for  their  specimens,  are  in  northern  New  York,  etc.;  Woodstock  and  Aroostook,  Me.;  at 
Hawley,  Mass. ;  at  Piermont,  N.  H. 

This  ore  affords  a  considerable  portion  of  the  iron  manufactured  in  different  countries.  The 
varieties,  especially  the  specular,  require  a  greater  degree  of  heat  to  melt  than  other  ores, 
but  the  iron  obtained  is  of  good  quality.  Pulverized  red  hematite  is  employed  in  polishing 
metals,  and  also  as  a  coloring  material.  The  fine-grained  massive  variety  from  England 
(bloodstone),  showing  often  beautiful  conohoidal  fracture,  is  much  used  for  burnishing  metals. 
Red  ochre  is  valuable  in  making  paint. 

Martite  is  iron  sesquioxide  under  an  isometric  form,  occurring  in  octahedrons  or  dodeca- 
hedrons like  magnetite,  and  supposed  to  be  pseud omorphous,  mostly  after  magnetite.  H.  = 
6-7.  G.  =4  -809-4  '832,  Brazil,  Breith. ;  5  33,  Monroe,  N.  T.,  Hunt.  Lustre  submetallic. 
Color  iron-black,  sometimes  with  a  bronzed  tarnish.  Streak  reddish-brown  or  purplish-brown. 
Fracture  conchoidal.  Not  magnetic,  or  only  feebly  so.  The  crystals  are  sometimes  imbed- 
ded in  the  massive  sesquioxide.  They  are  distinguished  from  magnetite  by  their  red  streak, 
and  very  feeble,  if  any,  action  on  the  magnetic  needle. 

Found  in  Vermont  at  Chittenden ;  in  the  Marquette  iron  region  south  of  L.  Superior ; 
Bass  lake,  Canada  West ;  Digby  Neck,  Nova  Scotia ;  at  Monroe,  N.  Y. ;  in  Moravia,  near 
Schonberg,  in  granite. 

MENAOOANITE.    Ilmenitk.    Titanic  Iron  Ore.    Titaneisen,  Oerm. 
Rhombohedral  j  tetartohedral  to  the  hexagonal  type.    H  A  R  =  85°  30' 
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56"  (Koksch.),  c  =  1-38458.    Angles  nearly  as   in  hematite.      Often    a 

cleavage  parallel  with  the  terminal  plane,  but 
•  probably  due  to  planes  of  composition.    Crystals 

usually  tabular.  Twins:  twinning-plane  0\ 
sometimes  producing,  when  repeated,  a  form 
resembling  f.  468.  Often  in  thin  plates  or 
lamina) ;  massive ;  in  loose  grains  as  sand. 

H.  =  5-6.  G. =4*5-5.  Lustre  submetallic. 
Color  iron-black.  Streak  submetallic,  powder 
black  to  brownish-red.    Opaque.     Fracture  eon- 

choidal.  Influences  slightly  the  magnetic  needle. 

Comp.,  Var. — (Ti,Fe),0,  (or  hematite,  with  part  of  the  iron  replaced  by  titanium),  the  pro- 
portion of  Ti  to  Fe  varying.  Hosander  assumes  the  proportion  of  FeO  :  TiO»  to  be  always 
1:1,  and  that  in  addition  variable  amounts  of  Fe03  are  present  in  the  differeit  varieties. 
The  extensive  investigations  of  Rammelsberg  have  led  him  to  write  the  formula  like  Moean- 
der  (FeO,TiO,)+nFeO,  (notice  here  that  FeO,TiOi=ttO,).  This  method  has  the  advantage 
of  explaining  the  presence  of  the  magnesium,  occurring  sometimes  in  considerable  amount,  it 
replacing  the  iron  (FeO).  The  first  formula  given  requires  the  assumption  of  Mg90».  FriedeJ 
and  Guerin  have  recently  discussed  the  same  subject  (Ann.  Gh.  Phys.,  V.,  viii.,  38,  1876). 

Sometimes  contains  manganese.  The  varieties  recognized  arise  mainly  from  the  proportions 
of  iron  to  titanium.     No  satisfactory  external  distinctions  have  yet  been  made  out. 

The  following  analyses  will  illustrate  the  wide  r\nge  in  composition: 


TiO, 

FeO, 

FeO 

MnO 

MgO 

1. 

SmenMts.,  Ibnsnite  46-92 

1074 

37  86 

2  73 

1 14=99-39,  Mosander. 

2. 

Snarum                      1002 

77-17 

8-52 



1-33,  AlO,  1-46=9850,  fiamm. 

3. 

Warwick,  N.  Y.         57'71 



26'82 

090 

18 -71  =9914,  Ramm. 

Pyr.,  eto. — B.B.  infusible  in  O.F.  although  slightly  rounded  on  the  edges  in  R.F.  With 
borax  and  salt  of  phosphorus  reacts  for  iron  in  O.F. ,  and  with  the  latter  flux  assumes  a  more 
or  less  intense  brownish-red  color  in  R.F. ;  this  treated  with  tin  on  charcoal  changes  to  a 
violet-red  color  when  the  amount  of  titanium  is  not  too  small.  The  pulverized  mineral, 
heated  with  hydrochloric  acid,  is  slowly  dissolved  to  a  yellow  solution,  which,  filtered  from 
the  undecomposed  mineral  and  boiled  with  the  addition  of  tin-foil,  assumes  a  beautiful  blue 
or  violet  color.     Decomposed  by  fusion  with  sodium  or  potassium  bisulphate. 

Diff. — Resembles  hematite,  but  has  a  submetallic,  nearly  black,  streak. 

Obs. — Some  of  the  principal  European  localities  of  this  species  are  :  Krageroe,  Egerstind, 
Arendal,  Norway;  Uddewalla,  Sweden ;  Ilmen  Mts.  (Umeiiite) ;  Iserwiese,  Riesengebirge  (iut- 
ine) ;  Aschaffenburg ;  Eisenach ;  St.  Cristophe  (eriehto?iite). 

Occurs  in  Warwick,  Amity,  and  Monroe,  Orange  Co.,  N.  Y. ;  also  near  Edenville ;  at  Ches- 
ter and  South  Royalston,  Mass.  ;  at  Bay  St.  Paul  in  Canada;  also  with  labradorite  at  Chateau 
Richer.    Grains  are  found  in  the  gold  sands  of  California. 


PBROFSKTTB. 


Isometric,  Rose  (fr.  Ural).  Habit  cubic,  with  secondary  planes  incom- 
pletely developed ;  in  cubes,  octahedrons,  and  cubo-octahedrons,  from 
Arkansas.  Twins :  twinning-plane  octahedral,  Magnet  Cove,  Ark. ;  also 
like  f.  276,  p.  93,  Achmatovsk.  Cleavage :  parallel  to  the  cubic  faces 
rather  perfect. 

II.=5*5.  G.= 4-02-4 '04.  Lustre  metallic — adamantine.  Color  pale 
yellow,  honey-yellow,  orange-yellow,  reddish-brown,  grayish-black  to  iron- 
black.  Streak  colorless,  grayish.  Transparent  to  opaque.  Double  refract- 
ing. 
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Oomp.— (Ca+Ti)0,=ftO,=Titanio  oxide  694,  lime  40*6=100. 

Fyr.,  etc. — In  the  forceps  and  on  charcoal  infusible.  With  salt  of  phosphorus  in  O.F.  dis- 
solves easily,  giving1  a  bead  greenish  while  hot,  which  becomes  colorless  on  cooling;  in  R.F. 
the  bead  changes  to  grayish-green,  and  on  cooling  assumes  a  violet-blue  color.  Entirely  de- 
composed by  boiling  sulphuric  add. 

Ob*. — Occurs  at  Achmatovsk  in  the  Ural ;  at  Scheelingen  in  the  Kaisersthul ;  in  the  valley 
of  Zermatt ;  at  Wildkreuzjoch  in  the  Tyrol.     Also  at  Magnet  Gove,  Arkansas. 

DesCloizeaux  has  found  that  the  yellow  crystals  from  Zermatt  have  a  complex  twinned 
structure,  and  are  optically  biaxial.  Koksoharof,  in  his  latest  investigations,  has  shown  that 
the  Hussion  specimens  also  exhibit  phenomena  in  polarized  light  analogous  to  those  of  biaxial 
crystals,  though  irregular.  He  proves,  however,  that  crystallographically  the  crystals  ex- 
amined by  him  were  unquestionably  isometric,  and  adds  also  that  almost  all  the  Russian 
perofskite  crystals  are  penetration -twins.  The  latter  fact  explains  the  commonly  observed 
Htriations  on  the  cubic  planes,  as  also  the  incompleteness  in  the  development  of  the  other 
forms.  He  refers  the  optical  irregularities  to  the  want  of  homogeneity  in  the  crystals.  Des- 
Cioizeaux  speaks  of  inclosed  lamella  of  a  doubly-refracting  substance  analogous  to  the  para- 
site in  boracite  crystals  (p.  154). 

Hvdrotitanite. — A  decomposition  -product  of  perofskite  crystals  from  Magnet  Cove, 
Arkansas.     Form  retained  but  color  changed  to  yellowish-gray  (Koanig). 


(c)  Compounds  op  Protoxides  and  Sesquioiides,*  Rft04(or  RO+K03). 

Spinel  Oroup.     Isometric  (Octahedral). 
SPINEI*. 

Isometric.    Habit  octahedral.    Faces  of  octahedron  sometimes  convex. 
Cleavage  :  octahedral.     Twins :  twinning-plane  1. 

IL=8.  G.=3*5-4'l.  Lustre  vitreous;  splendent — 
nearly  dull.  Color  red  of  various  shades,  passing  into 
blue,  green,  yellow,  brown,  and  black;  occasionally 
almost  white.  Streak  white.  Transparent — nearly 
opaque.     Fracture  conchoidal. 


Oomp.,  Var. — The  spinels  proper  have  the  formula  MgA}©4(=MgO 
-f  AlOj),  or  in  other  words  contain  chiefly  magnesium  and  aluminum, 
with  the  former  replaced  in  part  by  iron  (Fe),  calcium  (Ca),  and  man- 
ganese (Mn) ;  and  the  latter  by  iron  (Fe).  There  is  hence  a  grada- 
tion into  kinds  containing  little  or  no  magnesium,  which  stand  as 
distinct  species,  viz.,  Hercynite  and  Qahnite.  MgA104= Alumina 
72.  magnesia  28=100. 

Var.  1.  Ruby,  or  Magnesia  Spinel. — Clear  red  or  reddish;  transparent  to  translucent; 
Bometimes  subtranslucent.  Gk  =3  •52-3*58.  Composition  MgA104,  with  little  or  no  Fe,  and 
sometimes  chromium  as  a  source  of  the  red  color.  2.  Geylonitey  or  Ivon- Magnesia  Spinel. 
Color  dark -green,  brown  to  black,  mostly  opaque  or  nearly  so.  G.  =3*5-3*0.  Composition 
MgArl04-hFeA:104.  Sometimes  the  M  is  replaced  in  part  by  Fe.  3.  Picoiite.  Contains  over 
7  p.  c.  of  chromium  oxide.  Color  black.  Lustre  brilliant.  G.  =4  08.  The  original  was 
from  a  rock  occurring  about  L.  Lherz,  called  L/ierzolite. 

Pyr.,  etc. — B.B.  alone  infusible;  the  red  variety  turns  brown,  and  even  black  and 
opaque,  as  the  temperature  increases,  and  on  cooling  becomes  first  green,  and  then  nearly 
colorless,  and  at  last  resumes  the  red  color.  Slowly  soluble  in  borax,  more  readily  in  salt  of 
phosphorus,  with  which  it  gives  a  reddish  bead  while  hot,  becoming  faint  chrome-green  on 

*  The  compounds  here  considered  are  sometimes  regarded  as  salts  of  the  acids,  HaRO«, 
that  is,  as  aluminates,  ferrilee,  eta 
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cooling.  The  black  varieties  give  reactions  for  iron  with  the  fluxes.  Soluble  with  difficulty 
in  concentrated  sulphuric  acid.     Decomposed  by  fusion  with  sodium  or  potassium  bisulphate. 

Diff. — Distinguished  by  its  octahedral  form,  hardness,  and  inf  usibility ;  magnetite  is 
attracted  by  the  magnet,  and  zircon  has  a  higher  specific  gravity. 

Obs. — Spinel  occurs  imbedded  in  granular  limestone,  and  with  calcite  in  serpentine,  gneiss, 
and  allied  rocks.  It  also  occupies  the  cavities  of  masses  ejected  from  some  volcanoes,  e.ff., 
Mt.  Somraa. 

Fine  spinels  are  found  in  Ceylon ;  in  Siam,  as  rolled  pebbles  in  the  channels  of  rivers. 
Occur  at  Aker  in  Sweden ;  also  at  Monzoni  in  the  Fassathal. 

From  Amity,  N.  Y.,  to  Andover,  N.  J.,  a  distance  of  about  30  miles,  is  a  region  of  granular 
limestone  and  serpentine,  in  which  localities  of  spinel  abound ;  numerous  about  Warwick, 
and  at  Monroe  and  Cornwall.  Franklin,  Sterling,  Sparta,  Hamburgh,  and  Vernon,  N.  J., 
are  other  localities.     At  Antwerp,  Jefferson  Co.,  N.  Y. ;  at  Bolton  and  elsewhere  in  Mass. 

Hercynite.—  FeA104  (or  FeO-hrUOa).     Color  black.    Massive.    Bohemia. 

Jacobsite  (Damour). — RRO«,  or  (Mn,Mg)  (Fe,Mn)04.  Color  deep  black.  Occurs  in  dis- 
torted octahedrons  (magnetic)  in  a  crystalline  limestone  at  Jacobsberg,  Sweden. 


OAHNITE.    Zinc  Spinel. 

Isometric.     In  octahedrons,  dodecahedrons,  etc.,  like  spinel. 

H.=7'5-8.  G. =4-4*6.  Lustre  vitreous,  or  somewhat  greasy.  Color 
dark  green,  grayish-green,  deep  leek-green,  greenish- black,  bluish-black, 
yellowish-  or  grayish-brown ;  streak  grayish.     Subtranslucent  to  opaque. 

Oomp.,  Var. — ZnA104= Alumina  Gl  -3,  oxide  of  zinc  387= 100;  with  little  or  no  magnesium. 
The  zinc  sometimes  replaced  in  small  part  by  manganese  or  iron  (Mn,Fe),  and  the  aluminum 
in  part  by  iron  (Fe). 

Var.  1.  Autoinolite,  or  Zinc  Oaknite;  with  sometimes  a  little  iron.  G.=4'l-4*6.  Colors  as 
above  given.  2.  Dyduite,  or  Zinc-Manganese- Iron  QaJinite.  Composition  (Zn,Fe,Afcr 
(Al,Fe)0.i.  Color  yellowish-brown  or  grayish-brown.  G.  =4-4  6.  Form  the  octahedron,  or 
the  same  with  truncated  edges.  3.  Kreittonite^  or  Zinc- Iron  Qahnite.  Composition  (Zn, 
Fe,Mg)(Al,Fey04.  Occurs  in  crystals,  and  granular  massive.  H.=7-8.  G.  =4*48-4 'b$». 
Color  velvet  to  greenish- black ;  powder  grayish-green.     Opaque. 

Pyr.,  etc. — Gives  a  coating  of  zinc  oxide  when  treated  with  a  mixture  of  borax  and  soda 
on  charcoal.     Otherwise  like  spinel. 

Obs. — Automolit*  is  found  at  Fahlun,  Sweden;  Franklin,  N.  Jersey ;  Canton  mine,  Ga.  ; 
Dyslaite  at  Sterling,  N.  J.  ;  Kreittonite  at  Bodenmais  in  Bavaria. 


MAGNETITE.    Magnetic  Iron  Ore.     Hagneteisenstein,  Magneteisenerz,  Germ. 
Isometric.    The  octahedron  and  dodecahedron  the  most  common  forms. 


474 


475 


Achmatovsk.  Haddam. 

Fig.  475  is  a  distorted  dodecahedron-    Cleavage :  octahedral,  perfect  to 
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imperfect,  Dodecahedral  faces  commonly  striated  parallel  to  the  longer 
diagonal.  Twins:  t winning-plane,  1 ;  also  in  dendrites,  branching  at  angles 
of  60°  (f.  277,  p.  93).  Massive,  structure  granular — particles  of  various 
sizes,  sometimes  impalpable. 

IL=5'5-6*5.  G.=4,9-5,2.  Lustre  metallic — snbmetallic.  Color  iron- 
black;  streak  black.  Opaque;  but  in  mica  sometimes  transparent  or 
nearly  so ;  and  varying  from  almost  colorless  to  pale  smoky-brown  and 
black.  Fracture  subconchoidal,  shining.  Brittle.  Strongly  magnetic, 
sometimes  possessing  polarity. 

Comp.,  Var.— FeFe04  (or  Fe804)=FeO+FeOa=Oxygen  27*6,  iron  72-4=100;  or  iron  ses- 
quioxide  68*97,  iron  protoxide  31  03=  100.  The  iron  sometimes  replaced  in  small  port  by 
magnesium.     Also  sometimes  titaniferous. 

From  the  normal  proportion  of  Fe  to  Fe,  1:1,  there  is  occasionally  a  wide  variation,  and 
thus  a  gradual  passage  to  the  sesquioxide  FeO« ;  and  this  fact  may  be  regarded  as  evidence 
that  the  octahedral  FeO»,  martite,  is  only  an  altered  magnetite. 

Pyr.,  etc. — B.B.  very  difficultly  fusible.  In  O.F.  loses  its  influence  on  the  magnet  With 
the  fluxes  reacts  like  hematite.     Soluble  in  hydrochloric  acid. 

Diff. — Distinguished  from  other  members  of  the  spinel  group,  as  also  from  garnet,  by  its 
being  attracted  by  the  magnet,  as  well  as  by  its  high  specific  gravity.  Also,  when  massive, 
by  its  black  streak  from  hematite  and  limonite. 

Obs. — Magnetite  is  mostly  confined  to  crystalline  rocks,  and  is  most  abundant  in  metamor- 
phic  rocks,  though  found  also  in  grains  in  eruptive  rocks.  In  the  Archaean  rocks  the  beds  are 
of  immense  extent,  and  occur  under  the  same  conditions  as  those  of  hematite.  It  is  an  ingre- 
dient in  most  of  the  massive  variety  of  corundum  called  emery.  The  earthy  magnetite  is 
found  in  bogs  like  bog-iron  ore. 

Extensive  deposits  occur  at  Arendal,  Norway  ;  Dannemora  and  the  Taberg  in  Smaoland ; 
in  Lapland.     Fahlun  in  Sweden,  and  Corsica,  afford  octahedral  crystals. 

In  N.  America,  it  constitutes  vast  beds  in  the  Archaaan,  in  the  Adirondack  region,  in 
Northern  N.  York ;  also  in  Canada ;  at  Cornwall  in  Pennsylvania,  and  at  Magnet  Cove, 
Arkansas.  Also  found  in  Putnam  Co.  (Tilly  Foster  Mine),  N.  Y.,  eta  In  Conn.,  at  Haddam. 
In  Penn. ,  at  Chester  Co.  ;  in  mica  at  Pennsbury.  In  California,  in  Sierra  Co.  ;  in  Plumas 
Co..  and  elsewhere.     In  if.  Scotia,  Digby  Co.,  NichoPs  Mt. 

Magsesiofebritb  {magnofirrite). — MgPeO*.  In  octahedrons;  resembling  magnetite, 
Vesuvius. 

FRANK  UNITE. 

Isometric.  Habit  octahedral.  Cleavage:  octahedral,  indistinct.  Also 
massive,  coarse  or  fine  granular  to  compact. 

IL=5-5-6-5.  G.=5*069.  Lustre  metallic.  Color  iron-black.  Streak 
dark  reddish-brown.  Opaque.  Fracture  couchoidal.  Brittle.  Acts  slightly 
on  the  magnet. 

Oomp. — (Fe,Zn,Mn)  (Fe,Mn)04,  or  corresponding  to  the  general  formula  of  the  spmei 
group,  though  varying  much  in  relative  amounts  of  iron,  zinc,  and  manganese.  Analysis, 
Sterling  HU1,  N.  J.,  *  FeOs  07*42,  AlO,  065,  FeO  15-05,  ZnO  6-78,  MnO  9-53=10012,  Seyms. 
Q.  ratio  for  B  :  ft=l  :  1  nearly.  In  a  crystal  from  Mine  Hill,  N.  J.,  Seyms  found  444  p.  c. 
MnO,. 

The  evolution  of  chlorine  in  the  treatment  of  the  mineral  is  attributed  by  v.  Kobell  to  the 
presence  of  a  little  MnO,  (0.80  p.  c. )  as  mixture,  which  Rammelsberg  observes  may  have 
come  from  the  oxidation  of  some  of  the  protoxide  of  manganese. 

Pyr.,  etc. — B.B.  infusible.  With  borax  in  O.F.  gives  a  reddish  amethystine  bead  (man- 
ganese), and  in  R.  F.  this  becomes  bottle-green  (iron).  With  soda  gives  a  bluish-green  man- 
ganate,  and  on  charcoal  a  faint  coating  of  zinc  oxide,  which  is  much  more  marked  when  a 
mixture  of  borax  and  soda  is  used.  Soluble  in  hydrochloric  acid,  with  evolution  of  a  small 
amount  of  chlorine. 

Diff. — Besembles  magnetite,  but  is  only  slightly  attracted  by  the  magnet ;  it  also  reacts 
for  zinc  on  charcoal  B.B. 
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Obs. — Oocura  in  cubic  crystals  near  Eibach  in  Nassau ;  in  amorphous  masses  at  Altenberg, 
near  Aix  la  Chapelle.  Abundant  at  Hamburg,  N.  J.,  near  the  Franklin  furnace;  also  at 
Stirling  Hill,  in  the  same  region. 

OHROMTTB.    Chromic  Iron.    Chromeiaenfltein,  Qerm. 

Isometric.  In  octahedrons.  Commonly  massive ;  structure  fine  granu- 
lar or  compact. 

H.=55.  G.=4-321-4*568.  Lustre  snbmetallic.  Streak  brown.  Color 
between  iron-black  and  brownish-black.  Opaque.  Fracture  uneven. 
Brittle.     Sometimes  magnetic. 

Oomp — Fe£r04,  or  (Fo,Mg,Cr)  (Al,Fe,€r)04.  FeerO*=Iron  protoxide  32,  chromium  ses- 
quioxide  68=100.     Magnesia  is  generally  present,  and  in  amounts  varying  from  6-24  p.  c 

Pyr.,  etc. — B.B.  in  O.F.  infusible;  in  R.F.  slightly  rounded  on  the  edges,  and  becomes 
magnetic.  With  borax  and  salt  of  phosphorus  gives  beads,  which,  while  hot,  show  only  a 
reaction  for  iron,  but  on  cooling  become  chrome-green ;  the  green  color  is  heightened  by 
fusion  on  charcoal  with  metallic  tin.  Not  acted  upon  by  acids,  but  decomposed  by  fusicn 
with  potassium  or  sodium  bisulphate. 

Diff. — Distinguished  from  magnetite  by  the  reaction  for  chromic  acid  with  the  blowpipe. 

Obs. — Occurs  in  serpentine,  forming  veins,  or  in  imbedded  masses.  It  assists  in  giving  the 
variegated  color  to  verde-antique  marble.     Also  occurs  in  meteorites. 

Occurs  in  Syria ;  Shetland  ;  in  Norway ;  in  the  Department  du  Var  in  France  ;  in  Silesia 
and  Bohemia  ;  in  the  Urals ;  in  New  Caledonia.  At  Baltimore,  Md.,  in  the  Bare  Hills ;  at 
Cooptown.  In  Pennsylvania,  in  Chester  Co.  ;  at  Wood's  Mine,  near  Texas,  Lancaster  Co.. 
etc.     Chester,  Moss.     In  California,  in  Monterey  Co.,  eta 

This  ore  affords  the  chromium  oxide,  used  in  painting,  etc.  The  ore  employed  in  England 
is  obtained  mostly  from  Baltimore,  Drontheim  in  Norway,  and  the  Shetland  Isles. 

Chrompicotite  (Petersen). — A  magnesian  chromite.    Color  black.     New  Zealand. 


Uraninite  (Pitchblende;  Uranpecherz,    Qerm.).— U,06(UOa+2UOa).    Massive.    Black. 
Saxony,  etc 


OHRTSOBBRYIj. 


Orthorhombic.    I A  I=i  129°  38',  0  A  VI  =  129°  1 ' ;  c  :  l :  &  =  122S5  : 

21267 : 1.    i-l  Al  =  136°  52'.  i-'i  A 
477  2-5  =  128°  52',  U  A  \-i  =  120*  7'. 

Plane  i-l  vertically  striated ;  and 
sometimes  also  i-l,  and  other  verti- 
cal planes.  Cleavage:  14  quite 
distinct;  i-l  imperfect;  i-l  more 
so.  Twins:  twinning-plane  3-1  as 
in  f.  477  (sec  p.  97),  made  up  of  6* 
parts  bv  the  crossing  of  3  ervstak 
II.=8-5.  G.=3-5-3S4.  Lustre 
vitreous.  Color  asparagus-green, 
Norway,  Me.  AlexTndrite.  gv^-green,  emera1d-<pen    green- 

ish-white,  and  yellowish-green, 
sometimes  raspberry  or  columbine-red  by  transmitted  light.  Streak  uncol- 
ored.  Transparent — translucent.  Sometimes  a  bluish  opalescence  inter- 
nally.    Fracture  conchoidal,  uneven. 
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Var.  1.  Ordinary. — Color  pale  green,  being  colored  by  iron.  G.  =3.597,  Haddam ;  8  "734, 
Brazil;  3*689,  Ural,  Rose;  3  835,  Orenburg,  Koksoharof.  2.  Alexandrite. — Color  emerald- 
green,  but  columbine-red  by  transmitted  light.  G.=3*644,  mean  of  results,  Kokscharof. 
»Supposed  to  be  colored  by  chrome.  Crystals  often  very  large,  and  in  twins,  like  f.  477, 
either  six-sided  or  six-rayed. 

Comp. — Be^rlO«= Alumina  80*2,  gluclna  19  "8=100.  Iron  is  also  often  present,  though  not 
in  the  transparent  varieties.    Isomorphous  with  chrysolite. 

Pyr.,  etc. — B.  B.  alone  unaltered ;  with  soda,  the  surface  is  merely  rendered  dull.  With 
borax  or  salt  of  phosphorus  fuses  with  great  difficulty.  With  cobalt  solution,  the  powdered 
mineral  gives  a  bluish  color.     Not  acted  upon  by  acids. 

Dift — Distinguished  by  its  extreme  hardness,  greater  than  that  of  topaz  ;  and  its  inf  usi- 
bility ;  also  characterized  by  its  tabular  crystallization,  in  contrast  with  beryl 

Oba. — In  Brazil  and  also  Ceylon ;  at  Marchendorf  in  Moravia ;  in  the  Ural ;  in  the  Monroe 
Mtft.,  Ireland;  at  Haddam,  Ct.  ;  at  Norway,  Me. 

When  transparent,  and  of  sufficient  size,  chrysoberyl  is  cut  with  facets,  and  forms  a  beauti- 
ful yellowish-green  gem.    If  opalescent,  it  is  usually  cut  en  cabochon. 


(d)  Deutoxides,  R02. 


Rutile  Group.     Tetragonal. 

OASSITERITE.    Tin  Stone.    Zinnstein,  Zinnerz,  Qerm. 

Tetragonal.  O  A  1-i  =  146°  5'  ;  c  =  0-6724.  1 A 1,  pyr.,  =  121°  40' ; 
/Al  =  133°  34';  1-iAl-i,  pjr.,-  =  133°  31'.  Cleavage:  /  and  i-i  hardly 
distinct.  Twins:  f.  478,  twmning-plane  l-£;  producing  often  complex 
forms  through  the  many  modifying  planes  ;  sometimes  repeated  parallel  to 
all  the  eight  planes  1-i;  also  f.  480,  a  metagenic  twin.  Often.in  reniform 
shapes,  structure  fibrous  divergent ;  also  massive,  granular  or  impalpable. 

478 


II.=6-7.  G.=6'4-7'l.  Lustre  adamantine,  and  crystals  usually  splen- 
dent. Color  brown  or  black ;  sometimes  red,  gray,  white,  or  yellow. 
Streak  white,  grayish,  brownish.  Nearly  transparent — opaque.  Fracture 
snbconchoidal,  uneven.     Brittle. 

Var^-1.  Ordinary ,  Tin- stone.  In  crystals  and  massive.  G.  of  ordinary  cry st.  6*96;  of 
colorless,  from  Tipnani  R.,  Bolivia,  6832,  Forbes.  2.  Wood  Tin  (Holz-Zinn,  Germ.).  In 
botryoidal  and  reniform  shapes,  concentric  in  structure,  and  radiated  fibrous  internally, 
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although  very  compact,  with  the  color  brownish,  of  mixed  shades,  looking  somewhat  like  dry 
wood  in  its  colors.  G.  of  one  variety  6*514.  Stream  tin  is  nothing  but  the  ore  in  the  state 
of  sand,  as  it  occurs  along  the  beds  of  streams  or  in  the  gravel  of  the  adjoining  region. 
It  has  been  derived  from  tin  veins  or  rocks,  through  the  wear  and  decomposition  of  the  rocks 
and  transportation  by  water. 

Oomp — SnO,=Tin  786,  oxygen  21*4=100. 

Pyr.,  etc. — B.B.  alone  unaltered.  On  charcoal  with  soda  reduced  to  metallic  tin,  and 
gives  a  white  coating.  With  the  fluxes  sometimes  gives  reactions  for  iron  and  manganese, 
and  more  rarely  for  tantalic  oxide.     Only  slightly  acted  upon  by  acids. 

Diff. — Distinguished  by  its  high  specific  gravity,  its  infusibility,  and  by  its  yielding  metallic 
tin  B  .B.  from  some  varieties  of  garnet,  sphalerite,  and  black  tourmaline,  to  which  it  has 
some  resemblance.     Specific  gravity  (6  *5)  higher  than  that  of  rutile  (4). 

Obs. — Tin  ore  is  met  with  in  veins  traversing  granite,  gneiss,  mica  schist,  chlorite  or  clay 

schist,  and  porphyry.     Occurs  in  Cornwall ;  in  Devonshire ;  in  Bohemia  and  Saxony  ;  at 

Limoges  ;  also  in  Galicia ;  Greenland  ;  Sweden,  at  Finbo  ;  Finland,  at  Pitkaranta.     In  the 

fE.  Indies  ;  in  Victoria  and  New  South  Wales ;  in  large  quantities  in  Queensland.    In  Bolivia, 

S.  A. ;  in  Mexico. 

In  the  United  States,  rare  :  in  Maine,  at  Paris  ;  in  N.  Harnp.,  at  Lyme ;  in  California,  in 
San  Bernardino  Co. ;  in  IdaJio,  near  Boonville. 


KUTELE. 

Tetragonal.  O  A  1-i  =  147°  12£',  c  =  0-6442.  1 A 1,  pyr.,  =  123°  7i\ 
I A  1  =  132°  20'.  Cleavage :  /  and  i-i,  distinct ;  1,  in  traces.  Vertical 
planes  usually  striated.  Crystals  of  ten  acicular.  Twins:  (1)  twinning-plane 
1-i  (see  p.  94).  (2)  3-i,  making  a  wedge-shaped  crystal  consisting  of  two 
individuals.  (3)  1-i  and  3-i  in  the  same  crystal  (fr.  Magnet  Cove,  Ilessen- 
berg).     Occasionally  compact,  massive. 
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Graves  Mtn. ,  Ga. 


H.=6-6'5.  G. =4*1 8-4-25.  Lustre  metallic-adamantine.  Color  red- 
dish-brown, passing  into  red ;  sometimes  yellowish,  bluish,  violet,  black  ; 
rarely  grass-green.  Streak  pale  brown.  Subtransparcnt — opaque.  Frac- 
ture subconchoidal,  uneven.     Brittle. 


Comp.,  Var.— Titanic  oxide,  TiOa = Oxygen  39,  titanium  61 = 100.  Sometimes  a  little  iron 
is  present. 

Pyr.,  etc.-— B.B.  infusible.  With  salt  of  phosphorus  gives  a  colorless  bead,  which  in  R.F. 
assumes  a  violet  color  on  cooling.  Most  varieties  contain  iron,  and  give  a  brownish-yellow 
or  red  bead  in  R.F.,  the  violet  only  appearing  after  treatment  of  the  bead  with  metallic  tin 
on  charcoal.  Insoluble  in  acids ;  made  soluble  by  fusion  with  an  alkali  or  alkaline  carbonate. 
The  solution  containing  an  excess  of  acid,  with  the  addition  of  tin-foil,  gives  a  beautiful 
violet-color  when  concentrated. 
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DIE, — Characterized  by  its  peculiar  sub-adamantine  lustre,  and  brownish-red  color.  Differs 
from  tourmaline,  vesuvianite,  augite  in  being  entirely  unaltered  when  heated  alone  B.B. 
Specific  gravity  about  4,  cassiterite  6  5. 

Obs. — Rntile  occurs  in  granite,  gneiss,  mica  slate,  and  syenitio  rocks,  and  sometimes  in 
granular  limestone  and  dolomite.  It  is  generally  found  in  imbedded  crystals,  often  in  masses 
of  quartz  or  feldspar,  and  frequently  in  acicular  crystals  penetrating  quartz.  Very  commonly 
implanted  in  regular  position  upon  crystals  of  hematite,  as  from  Cavradi  in  the  Tavetschthal. 
Occurs  in  Norway;  Finland  ;  Saualpe,  Garinthia;  in  the  Urals ;  in  the  Tyrol ;  at  St.  Gothard ; 
near  Freiberg ;  at  Ohlapian  in  Transylvania. 

In  Maine,  at  Warren.  In  Vermont,  at  Waterbury  and  elsewhere.  In  Mass. ,  at  Borre ; 
Shelburne ;  Sheffield.  In  Conn. ,  at  Lane's  mine,  Monroe.  In  N.  York,  in  Orange  Co.  ; 
Edenville ;  Warwick.  In  Pernio ,  Chester  Co.  In  N,  Car.,  at  Crowder's  Mountain.  In 
Georgia,  in  Habersham  Co. ;  in  Lincoln  Co.,  at  Graves'  Mountain.  In  Arkansas,  at  Magnet 
Cove. 

Titanium  oxide  is  employed  for  a  yellow  color  in  painting  porcelain,  and  also  for  giving  the 
requisite  tint  to  artificial  teeth. 


OOTAHSDRITZI.     Anatase. 


Binnenthal. 


Tetragonal.     O  A 14  =  119°  22' ;  6  =  1  "77771.     Commonly  octahedral 
or  tabular.    1  A 1,  pyr.,  = 
9r51\     /Al  =  158°18'. 
Cleavage :   1  and  0,  per- 
fect. 

H.=5-5-6.  G.=3-82- 
395;  sometimes 4-11-4-16 
after  heating.  Lustre 
metallic-adamantine.  Col- 
or various  shades  of  brown,  passing  into  indigo-blue, 
and  black ;  greenish -yellow  by  transmitted  light. 
Streak  uncolored.     Fracture  subconchoidal.     Brittle. 

Comp. — Like  rutile  and  brookite,  pure  titanic  oxide. 

Pyr.,  etc. — Same  as  for  rutile. 

Obs. — Abundant  at  Bourg  d'Oisans,  in  Dauphiny ;  also  in  the  Bin- 
nenthal (including  here  Kenngott's  wiserin*,  f.  484,  as  shown  by  Klein,  Jahrb.Min.,  1875, 
337);    at  Pfitsch  Joch,  Tyrol ;  near  Hof  in  the  Fichtelgebirge ;  Norway;   the  Urals;  in 
Devonshire,  near  Tavistock ;  at  Tremadoc,  in  North  Wales  ;  in  Cornwall ;  in  Brazil  in  quartz. 
In  the  U.  States,  at  Smithfield,  R.  I. 

Hausmannite.— Mn,04=2MnO,MnOa.     Tetragonal,  OAl-t^lSO0  05'. 
black.     Thuringia  ;  Harz,  etc. 

Braunitb.—  2(2MnO,MnO«)4-Mn03,SiOi.     Tetragonal,    0Al-t=1350   ! 
brownish-black.    Thuringia;  Norway,  etc. 

Minium  (Mennige,  Germ.).— Pb804=PbOa+2PbO.    Badenweiler;  Wythe  Co.,  Va.,  etc. 


Color  brownish- 
%'.      Color  dark 


BROOBTFB. 


Orthorhombic  (?).  7a7=99°  50'  (-100°  50'):  0Al-J  =  131°  42'; 
c  :  I :  &  =  11620  :  1*1883  :  1.     Cleavage :  7,  indistinct ;  O,  still  more  so. 

H.=5-5-6.  G. =4-1 2-4-23, brookite;  4-03-4-085,  arkansite.  Hair-brown, 
yellowish,  or  reddish,  with  metallic  adamantine  lustre,  and  translucent 
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(brookite);  also  iron-black,  opaque,  and  Bubmetallic  (arkansite).    Streak 
uncolored — grayish,  yellowish.     Brittle. 


486 
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488 
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Arkansas. 


Ellenville,  N.  T. 


Minsk,  Ural. 


Oomp.— Pure  titanic  oxide,  TiOa,  like  rutile  and  octahedrite. 

Pyr.,  etc. — Same  as  for  rutile, 

Obs. — Brookite  occurs  at  Bourg  d'Oisans  in  Dauphiny ;  at  St  Gothard;  in  the  Urals,  near 
Miaak ;  in  thick  black  crystals  {arkantdte  t  486)  at  Magnet  Cove,  Arkansas,  sometimes  altered 
to  rutile  by  paramorphism ;  at  Ellenville,  Ulster  Co.,  N.  Y. ;  at  Paris,  Maine. 

Schrauf  has  announced  (Atlas  Min.,  Reich.  IV.)  that  he  has  found  brookite  to  be  monocUnk 
(and  isomorphous  with  wolframite).  He  distinguishes  three  types  having  different  axial 
relations.  The  measurements  of  v.  Bath,  however,  seem  to  show  that  in  part  it  must  be 
orthoi  horrible. 

Edmanite.— From  Chesterfield,  Mass.,  may  be  identical  with  brookite.1 


PYROLUSITE.    Polianite. 


Orthorhombic. 


/A 7=93°  40',  6>Al-i  =  142°  11';  h  :  I :  &  =  0-776  : 
1-066  :  1.  Cleavage  7  and  i4.  Also  columnar,  often 
divergent ;  also  granular  massive,  and  frequently  in 
reniform  coats.     Often  soils. 

II. =2-2-5.  G.=4-82.  Turner.  Lnstre  metallic 
Color  iron-black,  dark  steel-gra)T,  sometimes  bluish. 
Streak  black  or  bluish-black,  sometimes  submctallic. 
Opaque.     Rather  brittle. 

Oomp.— Mn03=Manganese  68*2,  oxygen  86*8=100. 

Pyr.,  etc — B.B.  alone  infusible;  on  charcoal  loses  oxygen.  A  manganese  reaction  with 
borax.     Affords  chlorine  with  hydrochloric  acid. 

Diff. — Hardness  less  than  that  of  psilomelane.  Differs  from  iron  ores  in  its  reaction  for 
manganese  B.  B.  Easily  distinguished  from  psilomelane  by  its  inferior  hardness,  and  usually 
by  being  crystalline. 

Obs. — Occurs  extensively  at  Elgersberg  near  Hmenau  in  Thuringia ;  at  Vorderehrensdorf  in 
Moravia;  at  Platten  in  Bohemia,  and  elsewhere.  Occurs  in  the  United  States  in  Vermont, 
at  Brandon,  etc. ;  at  Conway.  Mass. ;  at  Winchester,  N.  H. ;  at  Salisbury  and  Kent,  Conn. 
In  California,  on  Red  island,  bay  of  San  Francisco.  In  New  Brunswick,  near  Bathurst.  In 
Nova  Scotia,  at  Walton ;  Pic  ton,  etc. 

PyTolusite  and  manganite  are  the  most  important  of  the  ores  of  manganese.  Pyrolusite 
parts  with  its  oxygen  at  a  red  heat,  and  is  extensively  employed  for  discharging  the  brown 
and  green  tints  of  glass.    It  hence  received  its  name  from  n-vp,  fire,  and  Aw,  to  wash. 

Crednkrite.—  Cu,Mna08,  or  3CuO+2MnO».    Foliated.    Color  black.     Thuringia. 
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B.  HYDROUS    OXIDES. 


TURGITE. 


Compact  fibrous  and  divergent,  to  massive ;  often  botryoidal  and  sta- 
lactitic  like  limonite.     Also  earthy,  as  red  ochre. 

II.=5-6.  G.=356-3;74,  from  Ural;  4-29-449,  fr.  Hof;  4-681,  fr. 
Horhausen ;  4*14,  fr.  Salisbury.  Lustre  submetallic  and  somewhat  satin- 
like in  the  direction  of  the  fibrous  structure;  also  dull  earthy.  Color 
reddish-black,  to  dark  red ;  bright-red  when  earthy ;  botryoidal  surface 
often  lustrous,  like  much  limonite.     Opaque. 

Comp. — HjFejOi^Ironsesquioxide  94*7,  water  5*3=100. 

Pyr.,  etc.— Heated  in  a  closed  tube,  flies  to  pieces  in  a*remarkable  manner  ;  yields  water. 
Otherwise  like  hematite. 

DifL — Distinguished  from  hematite  and  limonite  by  its  superior  hardness,  the  color  of  its 
streak,  and  B.  B.  its  decrepitation. 

Obs — A  very  common  ore  of  iron.  Occurs  at  the  Turginsk  copper  mine  near  Bosgolovsk, 
in  the  Ural ;  near  Hof  in  Bavaria,  and  Siegen  in  Prussia ;  at  Horhausen.  In  the  U.  S.  it 
occurs  at  Salisbury,  Ot. 


DIASPORE. 


Orthorhombic.  I A  T=  93°  42f,  OAl-i=U7°  12V;  c 
0-64425  :  1-067  :  1.  iri  A 14  =  121  °  7V,  t-*  A 1-2  =  104° 
14£\  i-l  A  1  =  116°  54^.  Crystals  usually  thin,  flattened 
parallel  to  irl\  sometimes  acicular;  commonly  implanted. 
(Cleavage :  i-l  eminent ;  i-2  less  perfect.  Occurs  foliated 
massive  and  in  thin  scales;  sometimes  stalactitic. 

H.=6-5-7.  G.=3-3-3*5.  Lustre  brilliant  and  pearly  on 
cleavage-face ;  elsewhere  vitreous.  Color  whitish,  grayish- 
white,  greenish-gray,  hair-brown,  yellowish,  to  colorless; 
sometimes  violet-blue  in  one  direction,  reddish  plumb-blue 
in  another,  and  pale  asparagus-green  in  a  third.  When  thin, 
translucent — snbtranslucent.     Very  brittle. 

Comp. — H,A104= Alumina  85*1,  wafer  14*9=100;  a  little  phosphorus 
pentoxide  is  often  present. 

Pyr.,  etc. — In  the  closed  tube  decrepitates  strongly,  separating  into  pearly  white  scales, 
and  at  a  high  temperature  yields  water.  The  variety  from  Schemnitz  does  not  decrepitate. 
Infusible  ;  with  cobalt  solution  gives  a  deep  blue  color.  Some  varieties  react  for  iron  with 
the  flaxes.     Not  attacked  by  acids,  but  after  ignition  becomes  soluble  in  sulphuric  acid. 

Diff. — Distinguished  (B.B. )  by  its  decrepitation  and  yielding  water  ;  as  also  by  the  reaction 
for  alumina  with  cobalt  solution.     Resembles  some  varieties  of  hornblende,  but  is  harder. 

Ob?. — Commonly  found  with  corundum  or  emery.  Occurs  in  the  Ural ;  at  Schemnitz ; 
at  Broddbo  near  Fahlun ;  in  Switzerland  ;  in  Asia  Minor,  and  the  Grecian  islands  ;  in  Chester 
Co.,  Pa. ;  at  the  emery  mines  of  Chester,  Mass. ;  N.  Carolina. 

Diaspore  was  named  by  Haiiy  from  dicurrreipu,  to  scatter,  alluding  to  the  usual  decrepitation 
before  the  blowpipe. 

17 
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QOTHITB. 

Orthorhorabic.  I A 1=  94°  52'  (B.  &  M.) ;  O  A  1-t  =  146°  33' ;  c  :  *  :  & 
=  0*66  :  1*089  :  1.  In  prisms  longitudinally  striated,  and 
often  flattened  into  scales  or  tables  parallel  to  the  shorter 
diagonal.  Cleavage :  brachy diagonal,  very  perfect.  Also 
fibrous ;  foliated  or  in  scales ;  massive ;  reniforra ;  stalac- 
titic. 

H.=5-5'5.  G.=4'0-4*4.  Lustre  imperfect  adamantine. 
Color  yellowish,  reddish,  and  blackish-brown.  Often  blood- 
red  by  transmitted  light.  Streak  brownish-yellow — ochre- 
yellow. 

Var. — 1.  In  thin  scale-like  or  tabular  crystals,  usually  attached  by  one 
edge.  2.  In  acicular  or  capillary  (not  flexible)  crystals,  or  slender  prisms,  often  radiately 
grouped :  the  Needle- lromione  (NadeUUenstein).  It  passes  into  (b)  a  variety  with  a  velvety 
surface :  the  Przibramite  (Sammet blende)  of  Przibram  is  of  this  kind.  Other  varieties  are 
columnar  or  fibrous,  scaly -fibrous,  or  feathery  columnar;  compact  massive,  with  a  flat  cod 
choidal  fracture  ;  and  sometimes  reniform  or  stalactitic. 

Comp.— HiFe04=H<,FeOfl  +  2Fe03=rIron  sesquioxide  899,  water  101=100. 

Pyr.,  etc. — In  the  closed  tube  gives  oft*  water  and  is  converted  into  red  iron  sesquioxide. 
With  the  fluxes  like  hematite ;  most  varieties  give  a  manganese  reaction,  and  some  treated 
in  the  forceps  in  O.F.,  after  moistening  in  sulphuric  acid,  impart  a  bluish-green  color  to  the 
flame  (phosphoric  acid).     Soluble  in  hydrochloric  acid. 

Obs. — Found  with  the  other  iron  oxides,  especially  hematite  or  limonite.  Occurs  at  Eker 
feld  ;  in  Nassau ;  at  Zwickad  in  Saxony ;  in  Cornwall ;  in  Somersetshire,  at  the  Providence 
iron  mines.  In  the  U.  States,  near  Marquette,  L.  Superior;  in  Perm.,  near  Easton;  in 
California,  at  Burns  Creek,  Mariposa  Co. 

Named  OotJiite  after  the  poet-philosopher  Grothe ;  and  Pyrrhosiderite  from  nvpfa,  fire-red, 
and  oidtjpos,  iron, 

MANQANITE. 

Orthorhombic.  7 A  7=  99°  40',  O  A  1-i  =  147°  9 J' ;  c  :  b  :  d  =  0-6455  : 
1-185  :  1.  Twins:  twinning-plane  1-i  (f.  296,  p.  96).  Cleavage:  i-l  very 
perfect,  7  perfect.  Crystals  longitudinally  striated,  and  often  grouped  in 
bundles.    Also  columnar;  seldom  granular;  stalactitic. 

H.=4.  G.=4'2-4-4.  Lustre  submetallic.  Color  dark  steel-gray — iron- 
black.  Streak  reddish-brown,  sometimes  nearly  black.  Opaque ;  minute 
splinters  sometimes  brown  by  transmitted  light.     Fracture  uneven. 

Comp^-H3Mn04=HeMnOe  +  2Mn08=Manganese  sesquioxide  898  (=Mn  625,  O  273), 
water  10  2=100. 

Pyr.,  eto. — In  the  closed  tube  yields  water  ;  otherwise  like  braunite. 

Obs. — Occurs  in  veins  traversing  porphyry,  at  Hefeld  in  the  Harz  ;  in  fThuringia ;  Undenaes 
in  Sweden ;  Christiansand  in  Norway ;  Cornwall,  at  various  places ;  also  in  Cumberland, 
Devonshire,  eta  In  Nova  Scotia,  at  Cheverie,  etc.  In  New  Brunswick,  at  Shepody  moun- 
tain, Albert  Co.,  eto. 


XJMONITB.    Brown  Hematite.     Brauneisenstein,  Germ. 

Usually  in  stalactitic  and  botryoidal  or  mammillary  forms,  having  a  fibrona 
or  snbfibrous  structure;  also  concretionary,  massive;  and  occasionally 
earthy. 
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H. =5-5*5.  G.  =  3*6-4.  Lustre  silky,  often  submetallic  ;  sometimes  dull 
and  earthy.  Color  of  surface  of  fracture  various  shades  of  brown,  com- 
monly dark,  and  none  bright ;  sometimes  with  a  nearly  black  varnish-like 
exterior ;  when  earthy,  brownish-yellow,  ochre-yellow^  Streak  yellowish- 
brown. 

Var. — (1)  Compact.  Submetallic  to  silky  in  lustre  -  often  stalactitic,  botryoidal,  etc.  (2) 
Ochreaus  or  earthy,  brownish-yellow  to  ochre-yellow,  often  impure  from  the  presence  of  clay, 
sand,  etc.  (3)  Bog  ore.  The  ore  from  marshy  places,  generally  loose  or  porous  in  texture, 
often  petrifying  leaves,  wood,  nuts.  etc.  (4)  Brown  clay-iran*tone,  in  compact  masses,  often 
in  concretionary  nodules,  having  a  brownish-yellow  streak,  and  thus  distinguishable  from  the 
clay-ironstone  of  the  species  hematite  and  siderite ;  it  is  sometimes  (a)  pisolitic,  or  an  aggre- 
gation of  concretions  of  the  size  of  small  peas  (Bohnerz,  Oerm. ) ;  or  {b)  oolitic. 

Comp.— HeFeaOB=HeFeOe+FcO»=Iron  sesquioxide  85 '6.  water  14  "4=100.  In  the  bog 
ores  and  ochres,  sand,  clay,  phosphates,  manganese  oxides,  and  humic  or  other  acids  of  organic 
origin  are  very  common  impurities. 

Pyr.,  etc. — Like  gothite.  Some  varieties  give  a  skeleton  of  silica  when  fused  with  salt  of 
phosphorus,  and  leave  a  siliceous  residue  when  attacked  by  acids. 

Diff. — Distinguished  from  hematite  by  its  yellowish  streak,  inferior  hardness,  and  its  reac- 
tion for  water.     Does  not  decrepitate,  B.B.,  like  turgite. 

Obs. — Limonite  occurs  in  secondary  or  more  recent  deposit0,  in  beds  associated  at  times 
with  barite,  siderite,  calcite,  aragonite,  and  quartz  ;  and  often  with  ores  of  manganese ;  also 
as  a  modern  marsh  deposit.  It  is  in  all  cases  a  result  of  the  alteration  of  other  ores,  through 
exposure  to  moisture,  air,  and  carbonic  or  organic  acids ;  and  is  derived  largely  from  the 
change  of  pyrite,  siderite,  magnetite,  and  various  mineral  species  (such  as  mica,  augite,  horn- 
blende, etc. ),  which  contain  iron  in  the  protoxide  state. 

Abundant  in  the  United  States.  Extensive  beds  exist  at  Salisbury  and  Kent,  Conn. ,  also 
in  the  neighboring  towns  of  N.  Y.,  and  in  a  similar  situation  north;  at  Richmond  and  Lenox, 
Mass. ;  in  Vermont,  at  Bennington,  etc. 

Limonite  is  one  of  the  most  important  ores  of  iron.  The  pig  iron,  from  the  purer  varieties, 
obtained  by  smelting  with  charcoal,  is  of  superior  quality.  That  yielded  by  bog  ore  is  what 
is  termed  cold  short,  owing  to  the  phosphorus  present,  and  cannot  therefore  be  employed  in 
the  manufacture  of  wire,  or  even  of  sheet  iron,  but  is  valuable  for  casting.  The  hard  and 
compact  nodular  varieties  are  employed  in  polishing  metallic  buttons,  etc. 

Melanosiderite. — Near  limonite,  but  containing  7*39  p.  c.  Si09,  perhaps  as  an  impurity. 
Cooke  regards  it  as  a  very  basic  silicate  of  iron.     G.  =3*39.     Westchester,  Penn. 

Xanthosiderite.—  H4FeOa=FeO,  81*6,  HaO  18*4=100;  or  HaFeO«  (Kamm.).  In  fine 
needles.    Color  yellow,  brown.     Ilmenau  ;  the  Harz. 

Beauiite. — Occurs  in  concretionary  grains.  Color  whitish  to  brown.  Composition  doubt- 
ful, perhaps  Al(Fe)Os+2aq.  Beaux,  near  Aries,  France ;  near  Lake  Wochein,  Styria  {wochti- 
m'te);  French  Guiana. 


BRUCITE. 


Rhombohedral.     i?A#  =  82°  22*',   6>AJff  =  119°  39£';   c=  1*52078 
(Hessenberg).     Crystals   often  broad  tabular.     Cleavage :  basal,  eminent, 
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Low's  Mine,  Texas.  Wood's  Mine,  Texas. 

folia  easily  separable,  nearly  as  in  gypsum.     Usually  foliated   massive. 
Also  fibrous,  fibres  separable  and  elastic. 
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EL =2-5.  G.=2,35-2-44.  Lustre  pearly  on  a  cleavage-face,  elsewhere 
between  waxy  and  vitreous ;  the  fibrous  silky.  Color  white,  inclining  to 
jray,  blue,  or  green.  Streak  white.  Translucent — subtranslucent  Sectile. 
^hin  laminae  flexible. 


TJ 


Comp.— H,MgOs=Magnesia  69,  water  31=100. 

Var. — 1.  Foliated.    2.  Fibrous ;  called  nemaUte,  containing  4  or  5  p.'  c.  of  FeO. 

Pyr.,  etc. — In  the  closed  tube  gives  off  water,  becoming  opaque  and  friable,  sometimes 
turning  gray  to  brown.  B.B.  infusible,  glows  with  a  bright  light,  and  the  ignited  mineral 
reacts  alkaline  to  test  paper.  With  cobalt  solution  gives  the  violet-red  color  of  magnesia 
The  pure  mineral  is  soluble  in  acids  without  effervescence. 

Diff.—  Distinguished  by  its  infusibility.     Differs  from  talc  in  its  solubility  in  acids. 

Obs. — Brucite  accompanies  other  magnesian  minerals  in  serpentine,  and  has  also  been  found 
in  limestone.  Occurs  at  Swinaness  in  Unst,  Shetland  Isles ;  in  the  Urals ;  at  Goujot  in 
France  ;  near  Filipstadt  in  Wermland.  It  occurs  at  Hoboken,  N.  J. ;  in  Richmond  Co. ,  N.  Y. ; 
at  Brewster,  N.  Y. ;  at  Texas,  Pa.  The  fibrous  variety  (nemalite)  occurs  at  Hoboken,  and 
at  Xettes  in  the  Vosges. 

GIBBBTTB. 

Monoclinic  (DesOl.).  In  small  hexagonal  crystals  with  replaced  lateral 
edges.  Planes  vertically  striated.  Cleavage  :  basal  or  O  eminent.  Occa- 
sionally in  lamello-radiate  spheroidal  concretions.  Usually  stalactitic,  or 
small  mammillary  and  incrusting,  with  smooth  surface,  and  often  a  faint 
fibrous  structure  within. 

IL= 2-5-3-5.  G.= 2-3-2-4.  Color  white,  grayish,  greenish,  or  reddish- 
white  ;  also  reddish-yellow  when  impure.  Lustre  of  O  pearly ;  of  other 
faces  vitreous ;  of  surface  of  stalactites  faint.  Translucent ;  sometimes 
transparent  in  crystals.  A  strong  argillaceous  odor  when  breathed  on. 
Tough. 

Var. — 1.  In  crystals:  the  original  hydrargUUte.    2.  Stalactitic;  gibbriU. 

Oomp.—H„A10fl= Alumina  65*5,  water  34  5  =  100. 

Pyr.,  etc.—  In  the  closed  tube  becomes  white  and  opaque,  and  yields  water.  B.B.  infusible, 
whitens,  and  does  not  impart  a  green  color  to  the  flame.  With  cobalt  solution  gives  a  deep- 
blue  color.     Soluble  in  concentrated  sulphuric  acid. 

Diff.  --Resembles  chalcedony  in  appearance,  but  is  softer. 

Obs. — The  crystallized  gibbsite  oocura  near  Slatoust  in  the  Ural;  at  Gumuchdagh.  Ama 
Minor;  on  corundum  at  Union ville,  Pa;  in  Brazil  The  stalactitic  occurs  at  Richmond, 
Mass.;  at  the  Clove  mine,  Duchess  Co.,  N.  Y.;  in  Orange  Co.,  N.  Y. 

Rosens  hydrargiUite  (Urals,  1830)  is  identical  with  gibbsite  (Torrey,  1822),  and  must  receive 
this  name.  An  uncertain  mineral  from  Richmond  afforded  Hermann  38  p.  c.  of  phosphoric 
acid,  but  a  phosphate,  if  it  really  occurs  there,  is  not  gibbsite. 

Pvrochkoite.— H9Mn03= Manganese  protoxide  798,  water  20-2=100.  Foliated.  Color 
white.     Mine  of  Paisberg,  Filipstadt,  Sweden. 

Hydrotalcite  from  Snarum,  Norway,  and  Volknkrite  from  the  Urals,  contain  alumina, 
magnesia,  and  water  with  more  or  less  carbon  dioxide.  Probably  mixtures,  containing 
brucite,  gibbsite,  etc.  HouoniTE  from  Oxbow  and  Rossie,  N.  Y.,  is  a  similar  mineral 
derived  from  the  alteration  of  spinel  Namaqualite  (ChurcJi).  A  related  mineral;  from 
Namaqualand,  So.  Africa. 


FSILOMELANE. 


Massive  and  botryoidal.     Reniform.     Stalactitic. 
H.=5-6.     G.=3'7-4*7.     Lustre   submetallic.     Streak    brownish-black, 
shining.     Color  iron-black,  passing  into  dark  steel-gray.     Opaqne. 
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Oomp. — Somewhat  doubtful  Contains  manganese  oxide,  with  varying  amounts  of  baryta, 
and  potash  (lithia),  and  also  water.  Qeneral  formula,  according  to  Rammelsberg,  R»0»=BO 
+4MnO«,  where  R  is  Ka*,  Ba  or  Mn.     Analyses: 

O        MnO     BaO       K90      H,0 

1.  Thuringen    1143    6576    1659     525    CuO  0-59,  CoO  079,  CaO  0  51 =100  72 

Olschewsky. 

2.  Ilmenau        1582    7723      012      529     CaO  0*91,  OuO  0*40=99'77  Clausbruch. 

Pyr.,  etc. — In  the  closed  tube  most  varieties  yield  water,  and  all  lose  oxygen  on  ignition: 
with  the  fluxes  reacts  for  manganese.  Soluble  in  hydrochloric  acid,  with  evolution  of 
chlorine. 

Ob.*. — This  is  a  common  ore  of  manganese.  It  occurs  in  Devonshire  and  Cornwall ;  at 
Defeld  in  the  Harz ;  also  at  Johanngeorgenstadt ;  Schneeberg  ;  Ilmenau ;  Siegen,  etc.  It 
f arms  mammilla ry  masses  at  Chittenden,  Irasburg,  and  Brandon,  Yt. 


WAD. 

The  manganese  ores  here  included  occur  in  amorphous  and  reniform 
masses,  either  earthy  or  compact,  and  sometimes  incrusting  or  as  stains. 
They  are  mixtures  of  different  oxides,  and  cannot  be  considered  chemical 
compounds  or  distinct  mineral  species. 

ir.=0-5-6.  G.=3-4'26 ;  often  loosely  aggregated,  and  feeling  very  light 
to  the  hands.     Color  dull  black,  bluish  or  brownish-black. 

Oomp.,  Var. — Perhaps  H,Mna06=2MnO,-|-aq  (Rammelsberg),  but  in  all  cases  mixed  with 
other  ingredients. 
Varieties :  (A)  Manganesian ;  (B)  Cobaltiferous ;  (C)  Cupriferous. 

A.  Bog  Manganese. — Consists  mainly  of  manganese  dioxide  and  water,  with  some  iron 
sesqnioxide,  and  often  silica,  alumina,  baryta. 

B.  Asbolite,  or  Earthy  Cobalt,  is  wad  containing  cobalt  oxide,  which  sometimes  amounts 
to  32  p.  c.     Lithiophorite,  heterogenic,  and  rabdionite  belong  near  here. 

C.  Lampadite,  or  Cupreous  Manganese.  A  wad  containing  4  to  18  p.  c.  of  copper  oxide, 
and  often  cobalt  oxide  also.     It  graduates  into  black  copper  (Melaconite).     G.  =3'  1-8*2. 

Pyr.,  etc —  Wad  reacts  like  psilomelane.  Earthy  cobalt  gives  a  blue  bead  with  salt  of 
phosphorus,  and  when  heated  in  R.F.  on  charcoal  with  tin,  some  specimens  yield  a  red  opaque 
bead  (copper).  Cupreous  manganese  gives  similar  reactions,  and  three  varieties  give  a  strong 
manganese  reaction  with  soda,  and  evolve  chlorine  when  treated  with  hydrochloric  acid. 

Obs. — The  above  ores  are  results  of  the  decomposition  of  other  ores — partly  of  oxides,  and 
partly  of  manganesian  carbonates.  Wad  or  bog  manganese  is  abundant  in  the  counties  of 
Columbia  and  Dutchess,  N.  Y.  There  are  large  deposits  of  bog  manganese  at  Blue  Hill  Bay, 
Dover,  and  other  places  in  Maine. 

Earthy  cobalt  occurs  at  Biechelsdorf  in  Hesse;  Saalfeld  in  Thuringia;  at  Nertschinsk  in 
Siberia ;  at  Alderly  Edge  in  Cheshire. 

CttALCOPHANiTE. — Rhombohedral.  In  druses  of  minute  tabular  crystals  ;  also  in  stalacti- 
te aggregates.  H.=2  5.  G.—  3*907.  Lustre  metallic.  Color  bluish-black.  Analysis  gave 
MnO,  59-94,  MnO  658,  ZnO  2170,  FeO,  025,  HaO  11*58=100-05.  Composition  2Mn09+ 
Mn,Zn/0-(-2aq.  If  half  the  water  were  basic,  the  formula  might  be  written  2(R,Mn)0*+aq, 
where  B=Mn,Znand  H9.  B.B.  becomes  of  a  copper  color,  hence  the  name  (x«A*<fe.  brass, 
towiw,  and  <palyw,  to  appear).    Stirling  Hill,  N.  J.     (Moore,) 
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2.  OXIDES  of  Elements  op  the  Aesenio  and  Sulphur  Groups,  Series  TL 

VAIiENTONTTE.    Weisspieagla&eiz,  Germ. 

Orthorhorabic.     I A I  =  136°  58' ;  O  A  1-i  =  105°  35' ;  c :  I :  d  =  8-5868  : 
^  2*5365  :  1.     Often  in  rectangular  plates  with  the  lateral 

A edges  bevelled,  and  in  acicuiar  rhombic  prisms.     Cleav- 

-'    ~      7s-       age:  I,  highly  perfect,  easily  obtained.     Also  massive; 
structure  lamellar,  columnar,  granular. 

H.= 2*5-3.  G.= 5*566,  crystals  from  Brannsdorf. 
Lustre  adamantine,  i-l  often  pearly ;  shining.  Color 
snow-white,  occasionally  peach-blossom  red,  ana  ash-gray 
to    brownish.       Streak    white.       Translucent — subtrans- 

V-Ay  »—■ 

^  VV  Oomp.— Sb,0,=Oxyg*n  1644,  antimony  83*56=100. 

Ob*. — Found  at  Przibram  in  Bohemia;  at  Felsobanya  in  Hungary; 
Brannsdorf  in  Saxony.     Also  at  South  Ham,  Canada  East. 

Senarmontite. — Same  composition  as  the  above,  but  crystallizes  in  isometric  octahe- 
drons.    G.  =5-2-5  3.    Perneck,  Hungary ;  Cornwall ;  Haraclas  in  Algeria  ;  S.  Ham,  Canada 

Claudetite  ;  Arsenolite. — Both  As308.  The  former  is  orthorhombic,  the  latter  iso- 
metric. They  thus  correspond  to  the  two  forms  of  Sb*Oa  (see  above).  Claudetite  (G.  =3*H5 
occurs  in  thin  plates  at  the  San  Domingo  mines,  Portugal.  ArsenoUte  (G.= 3  -098)  occurs 
usually  in  capillary  crystals,  also  stalactitio ;  earthy.  Andreasberg ;  Joachimsthal ;  Corn- 
wall ;  Ophir  mine,  Nevada ;  California. 

Bismite  (Wismuthocker,  Germ). — Bi,Ot.  Occurs  massive,  earthy.  Schneeberg;  Joachims- 
thal;  Cornwall.  Karellnite.— 3BiO+BiS.  Massive.  Color  lead-gray.  G.=6*60.  Savo- 
dinsk  mine  in  the  Altai  ' 

Moltbdite  (Molybdanocker,  Qerm.). — Composition  MoO,.  In  radiated  crystallizations,  as 
an  incrustation,  etc.  Occurs  with  molybdenite.  At  Westmoreland,  New  Hampshire ;  Chester, 
Penn. ;  Virginia  City,  Nevada.     IlsemaRnite,  near  the  above.     Bleiberg.  Carinthia. 

Tungstite. — WO,.  Pulverulent  and  earthy.  Cornwall;  Monroe,  Ct  Mkymacite 
(Carnot). — A  hydrated  tungstite.     Meymac,  Correze. 

Kermesitb  (Antimonblende,  Germ.). — Composition  SbjS,0=2Sb3S,+Sb,03.  In  capillary 
orystals.     Color  cherry-red.     Braunsdorf ,  Saxony ;  Allemont ;  South  Ham,  Canada  East 

Ceevantite.— SbO9=Sbt0t+Sb90s.  Color  yellow.  Results  from  alteration  of  stibnite. 
Spain ;  Tuscany ;  Hungary,  etc. ;  South  Ham,  Canada. 


3.  OXIDES  of  the  Carbon-silicon  Group,  Series  IL 

QUARTZ. 

Rhombohedral,  and  for  the  most  part  hemihedral  to  the  rhombohedron 
(or  tetartohedral  to  the  hexagonal  prism).  R/\I2  =  94°  15',  OaR  =  l^3 
13' ;  c  =  1-0999.  i  A  2-2  =  142°  V,  R  A  -1,  ov.  i,  =  103°  34',  R  A  — 1,  adj. 
=  133°  44',  R  A  i,  ov.  2-2,  =  113°  8'.  Cleavage :  R,  — 1,  and  i  very  indis- 
tinct: sometimes  effected  by  plunging  a  heated  crystal  in  cold  water. 
Crystals  sometimes  very  short,  but  general  habit  prismatic ;  the  crystals 
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much  elongated,  sometimes  fine  acicular;  usually  implanted  by  one 
extremity  01  the  prism.  Prismatic  faces  i  commonly  striated  horizontally, 
and  thus  distinguishable,  in  distorted  crystals,  from  the  pyramidal.  Crys- 
tals often  grouped  by  juxtaposition,  not  proper  twins,  frequently  in  radi- 
ated masses  with  a  surface  of  pyramids,  or  in  druses  having  a  surface  of 
pyramids  or  short  crystals.  ^Twins :  t winning-plane,  (1),  the  basal  plane 
6  (f.  506) ;  very  generally  penetration-twins,  as  illustrated  in  f .  265,  p.  89. 
(2)  The  pyramid  1-2,  truncating  the  edge  between  +li  and  —  JK,  divergence 
of  axes  84°  33',     Other  methods  of  twinning  rare,  parallel  to  i,  to  H,  to 
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£2?,  etc.  (Jenzsch).     Also  in  pseudo-trillings  on  calcite,  with  2-2  as  the 
approximate  twinning-plane  (see  f.  336,  p.  101). 

Massive;    coarse    or  fine  granular  to  flint-like   or   crypto-crystalline. 
Sometimes  maunnillary,  stalactitic,  and  in  concretionary  forms. 
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H.=7.  G.=2-5-2-8;  2-6413-26541  (Beudant).  Lustre  vitreous,  some- 
times inclining  to  resinous  ;  splendent — nearly  dull.  Colorless  when  pure ; 
often  various  shades  of  vellow,  red,  brown,  green,  blue,  black.  Streak 
white,  of  pnre  varieties ;  if  impure,  often  the  same  as  the  color,  but  much 
paler.  Transparent — opaque.  Fracture  perfect  conchoidal — subconchoi- 
dal.    Tough — brittle — friable.    Polarization  circnlar,  see  pp.  138-140. 
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Oomp — Pure  silica,  or  SiO«=Oxygen  53  '83,  silicon  46  '67=  100.  In  massive  varieties  often 
mixed  with  a  little  opal-silica.  Impure  varieties  contain  iron  sesquioxide,  calcium  carbonate, 
clay,  sand,  and  various  minerals. 

Var. — 1.  Crystallized  (phenocrystalline),  vitreous  in  lustre.  2.  Flint-like,  massive,  or  cryp- 
tocrystalline.  The  first  division  includes  all  ordinary  vitreous  quartz,  whether  having  crys- 
talline faces  or  not.  The  varieties  under  the  second  are  in  general  acted  upon  Bomewhat  more 
by  attrition,  and  by  chemical  agents,  as  fluohydric  acid,  than  those  of  the  first.  In  all  kinds 
made  up  of  layers,  as  agate,  successive  layers  are  unequally  eroded. 

A,  Phenocrystalline  or  Vitreous  Varieties. 

1.  Ordinary  CrystaUked  ;  Bock  Crystal  Colorless  quartz,  or  nearly  so,  whether  in  dis- 
tinct crystals  or  not. 

2.  Aiteriated;  Star  quarto  (Sternquartz,  Germ.).  Containing  within  the  crystal  whitish 
or  colored  radiations  along  the  diametral  planes. 

3.  Amethystine;  Amethyst.  Clear  purple,  or  bluish -violet.  The  color  is  supposed  to  be 
due  to  manganese. 

4.  Rose.  Rose-red  or  pink,  but  becoming  paler  on  exposure.  Common  massive,  and  then 
usually  much  cracked.  Lustre  sometimes  a  little  greasy.  Fucbs  states  that  the  color  is  due 
to  titanic  oxide.     It  may  come  in  part  from  manganese. 

5.  YeUow  ;  False  Topaz.  Yellow  and  pellucid,  or  nearly  so ;  resembling  somewhat  yellow 
topaz,  but  very  different  in  crystallization  and  in  absence  of  cleavage. 

0.  Smoky,  Cairngorm  Stone.  Smoky-yellow  to  smoky-brown,  and  often  transparent ;  but 
varying  to  brownish-black,  and  then  nearly  opaque  in  thick  crystals.  The  color  is  due  to 
organic  compounds,  according  to  Forster. 

7.  Milky.     Milk-white  and  nearly  opaque.     Lustre  often  greasy,  and  then  called  Creasy 
.  quartz. 

8.  Caffs  Eye  (Katzenauge,  Germ.).  Exhibiting  opalescence,  but  without  prismatic  colors, 
an  effect  due  to  fibres  of  asbestos. 

0.  Aventurine.     Spangled  with  scales  of  mica  or  other  mineral. 

10.  Impure  from  the  presence  of  distinct  minerals  distributed  densely  through  the  mass. 
The  more  common  kinds  are  those  in  which  the  impurities  are  :  (a)  ferruginous,  either  red  or 
yellow  iron  oxide ;  (b)  chloritic,  some  kind  of  chlorite ;  (c)  actinoUtic  ;  (d)  micaceous;  (e)  are- 
naceous, or  sand.  Quartz  crystals  also  occur  penetrated  by  various  minerals,  as  topaz,  corun- 
dum, chrysoberyl,  garnet,  different  species  of  the  hornblende  and  pyroxene  groups,  rutile, 
hematite,  gothite,  etc.,  etc. 

Containing  liquids  in  cavities.  These  liquids  are  seen  to  move  with  the  change  of  position 
of  the  crystal,  provided  an  air-bubble  be  present  in  the  cavity.  The  liquid  is  either  water 
(pure,  or  a  mineral  solution),  carbon  dioxide,  or  some  petroleum-like  or  other  compound. 

B.  Crvptocrvstalline  Varieties. 

1.  Chalcedony.  Having  the  lustre  nearly  of  wax,  and  either  transparent  or  translucent 
Color  white,  grayish,  pale-brown  to  dark-brown,  black ;  tendon-color  common  ;  sometimes  deli- 
cate blue.  Also  of  other  shades,  and  then  having  other  names.  Often  mammillary,  botryoi- 
dal,  stalactitic,  and  occurring  lining  or  filling  cavities  in  rocks.  It  is  true  quartz,  with  some 
disseminated  opal. 

2.  Carnelmn.  A  clear  red  olydcedony,  pale  to  deep  in  shade*;  also  brownish-red  to  brown, 
the  latter  kind  reddish-brown  by  transmitted  light. 

3.  Ghrysoprase.  An  apple-green  chalcedony,  the  color  due  to  the  presence  of  nickel 
oxide. 

4.  Prase.  Translucent  and  dull  leek-green ;  so  named  from  npdaov,  a  leek.  Always  regarded 
as  a  stone  of  little  value.     The  name  is  also  given  to  crystalline  quartz  of  the  same  color. 

5.  Plasma.  Rather  bright-green  to  leek-green,  and  also  sometimes  nearly  emerald -green, 
and  subtranslucent  or  feebly  translucent ;  sometimes  dotted  with  white.  HeUotropc,  or 
Blood-stone,  is  the  same  stone  essentially,  with  small  spots  of  red  jasper,  looking  like  drops  of 
blood. 

6.  Agate.  A  variegated  chalcedony.  The  colors  are  either  banded  or  in  clouds,  or  due  to 
visible  impurities,  a.  Banded  The  bands  are  delicate  parallel  lines,  of  white,  tendon-like, 
wax-like,  pale  and  dark-brown,  and  black  colors,  and  sometimes  bluish  and  other  shades. 
They  follow  waving  or  zigzag  courses,  and  are  occasionally  concentric  circular,  as  in  the  eye- 
agate.  The  bands  are  the  edges  of  layers  of  deposition,  the  agate  having  been  formed  by  a 
deposit  of  silica  from  solutions  intermittently  supplied,  in  irregular  cavities  in  rocks,  and 
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deriving-  their  concentric  waving  courses  from  the  irregularities  of  the  walls  of  the  cavity. 
Owing  also  to  the  unequal  porosity,  agates  may  be  varied  in  color  by  artificial  means.  /3.  Ir- 
regularly  clouded.  The  colors  various,  as  in  banded  agate,  y.  Colors  due  to  visible  impurities, 
including  Moss-agate,  filled  with  brown  moss-like  or  dendritic  forms  distributed  through  the 
man ;  Dendritic  Agate,  containing  brown  or  black  dendritic  markings.  There  is  also  Agatized 
wood :  wood  petrified  with  clouded  agate. 

7.  Onyx.  Like  agate  in  consisting  of  layers  of  different  colors,  but  the  layers  are  in  even 
planes,  and  the  banding  therefore  straight,  and  hence  its  use  for  cameos,  the  head  being  cut 
in  one  color,  and  another  serving  for  the  background.  The  colors  of  the  best  are  perfectly 
well  defined,  and  either  white' and  black,  or  white,  brown  and  black  alternate. 

8.  Sardonyx.  Like  onyx  in  structure,  but  includes  layers  of  carnelian  (sard)  along  with 
others  of  white  or  whitish,  and  brown,  and  Bometimes  black  colors. 

9.  Jasper.  Impure  opaque  colored  quartz,  (a)  Bed  iron  sesquiozide  being  the  coloring 
matter.  (6)  Brovmi&h,  or  ochreyeUow,  colored  by  hydrous  iron  sesquioxide,  and  becoming  red 
when  so  heated  as  to  drive  off  the  water,  (c)  Dark-green  and  brownish-green,  (d)  Grayish- 
blue,  {e)  Blackish  or  brownish-black.  (/)  Striped  or  riband  jasper  (Bandjaspis,  Germ.), 
having  the  colors  in  broad  stripes,  {g)  Egyptian  jasper,  in  nodules  which  are  zoned  in  brown 
and  yellowish  colors.  Porcelain  jasper  is  nothing  but  baked  day,  and  differs  from  true  jasper 
in  being  B.B.  fusible  on  the  edges.  Red  porphyry,  or  its  base,  resembles  jasper,  but  is  also 
fusible  on  the  edges,  being  usually  an  impure  feldspar. 

10.  Agate-Jasper.    An  agate  consisting  of  jasper  with  veinings  and  cloudings  of  chalcedony. 

11.  siliceous  sinter.  Irregularly  cellular  quartz,  formed  by  deposition  from  waters  contain- 
ing silica  or  soluble  silicates  in  solution. 

12.  Flint  (Feuerstein,  Germ.).  Somewhat  allied  to  chalcedony,  but  more  opaque,  and  of 
dull  colors,  usually  gray,  smoky -brown,  and  brownish -black.  The  exterior  is  often  whitish, 
from  mixture  with  lime  or  chalk,  in  which  it  is  imbedded.  Lustre  barely  glistening,  sub- 
vitreous.  Breaks  with  a  deeply  conchoidal  fracture,  and  a  sharp  cutting  edge.  The  flint  of 
the  chalk  formation  consists  largely  of  the  remains  of  infusoria  (Diatoms),  sponges,  and  other^ 
marine  productions.  The  coloring  matter  of  the  common  kinds  is  mostly  carbonaceous' 
matter. 

13.  Hornstone  (Hornstein,  Germ.).  Resembles  flint,  but  more  brittle,  the  fracture  more 
splintery.  Chert  is  a  term  often  applied  to  hornstone,  and  to  any  impure  flinty  rock,  includ- 
ing the  jaspers. 

14.  Basanite,  Lydian  Stone  or  Touchstone.  A  velvet-black  siliceous  stone  or  flinty  jasper, 
used  on  account  of  its  hardness  an  I  black  color  for  trying  the  purity  of  the  precious  metals. 
The  color  left  on  the  stone  after  rubbing  the  metal  across  it  indicates  to  the  experienced  eye 
the  amount  of  alloy.    It  is  not  splintery  like  hornstone. 

Pyr.,  etc. — B.B.  unaltered;  with  borax  dissolves  slowly  to  a  clear  glass;  with  soda  dis- 
solves with  effervescence  ;  unacted  upon  by  salt  of  phosphorus.  Insoluble  in  hydrochloric 
acid,  and  only  slightly  acted  upon  by  solutions  of  fixed  caustic  alkalies.  When  fused  and 
cooled  it  becomes  opal-silica,  having  G.  =2*2. 

Diff. — Quartz  is  distinguished  by  its  hardness— scratching  glass  with  facility ;  infusibility 
—not  fusing  before  the  blowpipe  ;  insolubility— not  attacked  by  water  or  the  acids ;  undeava- 
bUity— one  variety  being  tabular,  but  proper  cleavage  never  being  distinctly  observed.  To 
these  characteristics  the  action  of  soda  B.  B.  may  be  added. 

Obs. — Quartz  occurs  as  one  of  the  essential  constituents  of  granite,  syenite,  gnetes,  mica 
schist,  and  many  related  rocks  ;  as  the  principal  constituent  of  quartz-rock  and  many  sand- 
stones ;  as  an  unessential  ingredient  in  some  trachyte,  porphyry,  etc. ;  as  the  vein-stone  in 
various  rocks,  and  for  a  large  part  of  mineral  veins ;  as  a  foreign*  mineral  in  the  cavities  of  trap, 
basalt,  and  related  rocks,  some  limestones,  etc. ,  making  geodes  of  crystals,  or  of  chalcedony, 
agate,  carnelian,  etc. ;  as  imbedded  nodules  or  masses  in  various  limestones,  constituting  the 
flint  of  the  chalk  formation,  the  hornstone  of  other  limestones — these  nodules  sometimes 
becoming  continuous  layers  ;  as  masses  of  jasper  occasionally  in  limestone.  It  is  the  principal 
material  of  the  pebbles  of  gravel  beds,  and  of  the  sands  of  the  sea-shore  and  sand  beds  every- 
where. Silica  also  occurs  in  solution  (but  mostly  as  a  soluble  alkaline  silicate)  in  heated 
natural  waters,  as  those  of  the  Geysers  of  Iceland,  New  Zealand,  and  California,  and  the 
Yellowstone  Park,  and  very  sparingly  in  many  cold  mineral  waters. 

Switzerland,  Dauphiny,  Piedmont,  the  Carrara  quarries,  and  numerous  other  foreign  locali- 
ties, afford  fine  specimens  of  rock  crystal.  Amethysts  are  brought  from  India,  Ceylon,  and 
Persia,  also  Transylvania.  The  amygdaloids  of  Iceland  and  the  Faroe  Islands,  afford  magni- 
ficent specimens  of  chalcedony ;  also  Hiittenberg  and  Loben  in  Carinthia,  etc.  The  finest 
carneUans  and  agates  are  found  in  Arabia,  India,  Brazil,  Surinam,  Oberstein,  and  Saxony. 
CaVs  eye,  in  Ceylon,  the  coast  of  Malabar,  and  also  in  the  Harz  and  Bavaria.  Heliotrope,  in 
Bucharia,  Taxtary,  Siberia. 
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In  New  York,  quartz  crystals  are  abundant  in  Herkimer  Co.  Fine  dodecahedral  crystals, 
at  the  beds  of  specular  iron  in  St.  Lawrence  Co.  In  Antwerp,  Jefferson  Co.,  at  Diamond 
Island  and  Diamond  Point,  Lake  George,  Pelham  and  Chesterfield,  Mass. ,  Paris  and  Perry, 
Me.,  Benton,  N.  H.,  Sharon,  Vt.,  Meadow  Mount,  Md.,  and  Hot  Springs,  Ark.,  are  other 
localities  of  quartz  crystal.  For  other  localities,  see  the  catalogue  of  localities  in  the  latter 
part  of  this  volume. 

Bme  gitarte,  at  Albany  and  Paris,  Me.,  Acworth,  N.H.,  and  elsewhere ;  xtnoky  quartz,  at 
Goshen,  Mass.,  Richmond  Co.,  N.  Y.,  Pike's  Peak,  Colorado,  etc. ;  amethyst,  at  Keweenaw 
Point  and  Thunder  Bay,  etc.,  Lake  Superior;  also  at  Bristol,  Rhode  Island,  near  Greensboro, 
N.  C. ;  Specimen  Mountain,  Yellowstone  Park.  Crystallized  green  quartz,  at  Providence, 
Delaware  Co.,  Perm. ;  at  Ellen ville,  N.  Y.  Chalcedony  and  agates  about  Lake  Superior,  the 
Mississippi,  and  the  streams  to  the  west,  etc.  Red  jasper  is  found  in  pebbles  on  the  banks  of 
the  Hudson  at  Troy  ;  red  and  yellow,  near  Murphy's,  Calaveras  Co. ,  Cal.  Heliotrope  occupies 
veins  in  slate  at  Bloomingrove,  Orange  Co.,  N.  Y. 

Several  varieties  of  this  species  have  long  been  employed  in  jewelry.  The  amethytt  has 
always  been  esteemed  for  its  beauty.  Cameos  are  in  general  made  of  onyx,  which  is  well 
fitted  for  this  kind  of  miniature  sculpture.  Jasper  admits  of  a  brilliant  polish,  and  is  often 
formed  into  vases,  boxes,  knife-handles,  etc.  It  is  also  extensively  used  in  the  manufacture 
of  Florentine  mosaics.  The  carnelian  is  often  rich  in  color,  but  is  too  common  to  be  much 
esteemed ;  when  first  obtained  from  the  rock  they  are  usually  gray  or  grayish-red ;  they 
receive  their  fine  colors  from  an  exposure  of  several  weeks  to  the  sun's  rays,  and  a  subsequent 
heating  in  earthen  pots.  The  colors  of  agate,  when  indistinct,  may  be  brought  out  by  boil- 
ing in  oil,  and  afterward  in  sulphuric  acid ;  the  latter  carbonizes  the  oil  absorbed  by  the 
porous  layers,  and  thus  increases  the  contrast  of  the  different  colors. 


TRIDYMTTE. 

Hexagonal.  lAl  =  124°  3'  (basal);  lAl  =  127°  35' (terminal) ;  i  = 
1-6304  (v.  Rath).  Cleavage  0,  imperfect  Crys- 
tals minute,  commonly  taoular  (f.  507),  formed 
by  the  prism  and  basal  plane  ;  also  frequently  in 
twins  and  trillings  with  (1)  £,  and  (2)  $  as  the 
twinningplanes.  Double  refraction  positive. 
H.=7.  G. =2-282-2-326.  Lustre  vitreous,  on 
the  face  pearly.  Colorless,  becoming  white  on  weathering.  Fracture  con- 
choidal. 

Oomp. — Pure  silica,  or  SiO«,  like  quartz. 

Pyr. — B.  B.  infusible.  Fuses  in  soda  with  effervescence,  forming  a  colorless  glass.  Soluble 
in  a  boiling  saturated  solution  of  sodium  carbonate. 

Obs. — First  found  in  cavities  in  the  trachyte  from  Cerro  St.  Cristoval,  near  Pachuca, 
Mexico.  Also  in  the  trachyte  of  the  Siebengebirge,  and  in  related  rocks  from  many  localities. 
Forming  on  one  occasion  the  mass  of  white  volcanic  ashes,  from  the  island  Vulcano.  Also 
in  microscopic  crystals  inclosed  in  opal,  and  in  quartz. 

Asmanite  (Maskelyne). — A  third  form  of  silica,  crystallizing  in  the  orthorhombic  system, 
"isomorphous  with  brookite."  H.  =55.  G.  =2- 245.  Found  in  very  minute  crystalline 
grains,  generally  rounded,  in  the  meteorio  iron  of  Breitenbach. 


OPAL. 

Massive,  amorphous;  sometimes  small  reniform,  stalactitic,  or  large 
tuberose.     Also  earthy. 

H. =5-5-6-5.  G.=l'9-2-3.  Lustre  vitreous,  frequently  subvitreons; 
often  inclining  to  resinous,  and  sometimes  to  pearly.     Color  white,  yellow, 
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red,  brown,  green,  gray,  generally  pale ;  dark  colors  arise  from  foreign 
admixtures ;  sometimes  a  rich  play  of  colors,  or  different  colors  by  refracted 
and  reflected  light.     Streak  white.     Transparent  to  nearly  opaque. 

Comp. — Silica,  Si09,  as  for  quartz,  the  opal  condition  being  one  of  lower  degrees  of  hard- 
ness and  specific  gravity.  Water  is  usually  present,  but  it  is  regarded  as  unessential  It 
varies  in  amount  from  2  to  21  p.  c. ;  or,  mostly,  from  3-9  p.  c. 

Var. — 1.  Precious  Opal.  Exhibits  a  play  of  delicate  colors,  or,  as  Pliny  says,  presents  various 
refulgent  tints  in  succession,  reflecting  now  one  hue  and  now  another.  Seldom  larger  than  a 
hazel-nut.     Doubly  refracting  (biaxial),  Befirens. 

3.  Fire-opal  Hyacinth-red  to  honey-yellow  colors,  with  fire-like  reflections  somewhat  irised 
on  turning. 

3.  GirasoL     Bluish-white,  translucent,  with  reddish  reflections  in  a  bright  light. 

4.  Common  Opal.  In  part  translucent ;  (a)  milk-white  to  greenish,  yellowish,  bluish ;  (b) 
Resin-opal  (Wachsopal,  Pechopal,  Germ.),  wax-,  honey-  to  ochre-yellow,  with  a  resinous 
lustre  •  (c)  dull  olive-green  and  mountain-green ;  \d)  brick-red. 

5.  Vacholong.  Opaque,  bluish- white,  porcelain- white,  pale -yellowish  or  reddish;  often 
adheres  to  the  tongue,  and  contains  a  little  alumina. 

6.  Opal-agate.     Jgate-like  in  structure,  but  consisting  of  opal  of  different  shades  of  cojor. 

7.  Jasp-opal.  Opal  containing  some  yellow  iron  sesquioxide  and  other  impurities,  and  hav- 
ing the  color  of  yellow  jasper,  with  the  lustre  of  common  opal. 

8.  Wood-opal  (Holzopal,  Germ. ).     Wood  petrified  by  opal. 

9.  Hyalite.  Clear  as  glass  and  colorless,  constituting  globular  concretions,  and  also  crusts 
with  a  globular,  renif orm,  botryoidal,  or  stalactitio  Buriace ;  also  passing  into  translucent, 
and  whitish. 

10.  Fiorite,  Siliceous  Sinter.  Includes  translucent  to  opaque,  grayish,  whitish,  or  brownish 
incrustations,  porous  to  firm  in  texture ;  sometimes  fibrous -like  or  filamentous,  and,  when  so, 
pearly  in  lustre,  formed  from  the  decomposition  of  the  siliceous  minerals  of  volcanic  rocks 
about  fumaroles,  or  from  the  siliceous  waters  of  hot  springs.  It  graduates  at  times  into 
hyalite.  Geyserite  constitutes  concretionary  deposits  about  the  Iceland  and  Yellowstone 
[pealite)  geysers,  presenting  white  or  grayish,  porous,  stalactitio,  filamentous,  cauliflower- 
like forms;  also  compact-massive,  and  scaly-massive;  H.=5;  rarely  transparent,  usually 
opaque  •  sometimes  falling  to  powder  on  drying  in  the  air. 

11.  Float-slone.  In  light  concretionary  or  tuberose  masses,  white  or  grayish,  sometimes 
cavernous,  rough  in  fracture.  So  light,  owing  to  its  spongy  texture,  as  to  float  on  water. 
The  concretions  sometimes  have  a  flint-like  nucleus. 

12.  Tripoli te.  Formed  from  the  siliceous  shellB  of  Diatoms  and  other  microscopic  species, 
as  first  made  known  by  Ehrenberg,  and  occurring  in  deposits,  often  many  miles  in  area,  either 
uncompacted,  or  moderately  hard  Infusorial  Earth,  or  Earthy  1'ripolite,  a  very  fine-grained 
earth  looking  often  like  an  eartny  chalk,  or  a  clay,  but  harsh  to  the  feel,  and  scratching  glass 
when  rubbed  on  it. 

Pyr.,  eto. — Yields  water.  B.B.  infusible,  but  becomes  opaque.  Some  yellow  varieties, 
obtaining  iron,  turn  red. 

Obs. — Occurs  filling  cavities  and  fissures  or  seams  in  igneous  rocks,  porphyry,  and  some 
metallic  veins.  Also  imbedded,  like  flint,  in  limestone,  and  sometimes,  like  other  quartz 
concretions,  in  argillaceous  beds ;  also  formed  from  the  siliceous  waters  of  some  hot  springs ; 
also  resulting  from  the  mere  accumulation,  or  accumulation  and  partial  solution  and  solidifi- 
cation, of  the  siliceous  shells  of  infusoria — which  consist  essentially  of  opal-silica. 

Precious  opal  occurs  in  Hungary ;  in  Honduras ;  and  Mexico.  Fire  opal  occurs  at  Zimapau 
in  Mexico  ;  Faroe  ;  near  San  Antonio,  Honduras.  Common  opal  is  abundant  at  Telkebanya 
in  Hungary;  in  Moravia;  in  Bohemia;  Stenzelberg  in  the  Siebengebirge ;  Faroe,  Iceland; 
the  Giant's  Causeway,  at  many  localities.  In  U.  S.,  hyaAts  occurs  sparingly  in  N.  York,  at 
the  Phillips  ore  bed,  Putnam  Co. ;  in  Georgia,  in  Burke  and  Scriven  Cos. ;  in  Washington  Co., 
good  fire  opal.     At  the  Geysers  on  the  Fire  Hole  river,  Yellowstone  Park,  geyserite  is  abundant. 

The  precious  opal,  when  large,  and  exhibiting  its  peculiar  play  of  colors  in  perfection,  is  a 
gem  of  high  value.     It  is  cut  with  a  convex  surface. 

Melanophlogite  (Lasaux). — Occurs  in  minute,  colorless,  cubes  coating  sulphur  crystals 
from  Girgenti,  Sicily.  Contains  Si09  86*3  p.  c,  SO*  7*2,  HsO  2*9  ;  chemical  nature  doubt- 
ful.   Turns  black  upon  ignition,  hence  the  name. 
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II.  TERNAKY  OXYGEN  COMPOUNDS. 


1.  SILICATES.— A.  ANHYDROUS  SILICATES. 


a.  Bisilicates.    General  Formula  RSiOg.  , 


(a)  Amphibole  Group.    Pyroxene  Section. 
ENSTATITE.    Bbonzite.    Protobastite. 


Orthorhombic. 
508 


Bamle,  Norway. 


7  A  7=  88°  16'  and  91°  44'  (Breiteubach  meteorite,  i>. 
Zang);c  :b:d  =  0-58853  :  1-03086  :  1.  Cleavage:  7, 
easy  ;  i-l,  i-l,  less  so.  Sometimes  a  fibrous  appearance 
on  the  cleavage-surface.     Also  massive  and  lamellar. 

II.=55.  G.=3-l-3-3.  Lustre  a  little  Dearly  on 
cleavage-surf aces  to  vitreous  ;  often  metalloiaal  in  the 
bronzite  variety.  Color  grayish-white,  yellowish-white, 
greenish-white,  to  olive-green  and  brown.  Streak  un- 
colored,  grayish.  Double  refraction  positive ;  optic- 
axial  plane  brachydiagonal ;  axes  very  divergent, 

Gomp.,  Var.— MgSiO,=Silioa60,  magnesia 40= 100;  also(Mg,Fe) 
SiO,. 

Var.  1.  With  little  or  no  iron;  Emtatite.  Color  white,  yellowish,  grayish,  or  greenish- 
white;  lustre  pearly- vitreous ;  Gk  =3  10-3  '13.  Ckladnite,  which  makes  up  90  p.  c.  of  the 
Bishopville  meteorite,  belongs  here  and  is  the  purest  kind ;  Victorite  (Meunier),  from  the 
Deesa  (Chili)  meteoric  iron  is  probably  identical. 

2.  Ferriferous;  Bronzite.  Color  grayish -green  to  olive-green  and  brown;  lustre  of  cleav- 
age-surface adamantine  pearly  to  submetallic  or  bronze-like.  The  ratio  of  Mg  :  Fe  varies 
from  11  :  1  to  3  :  1.  Analysis  of  bronzite  from  Leiperville  by  Pisani,  SiOa  57*08,  A10«  0  28, 
FeO  5-77,  MgO  3559,  H,0  0-90=09-02. 

Pyr..  etc. — B.B.  almost  infusible,  being  only  slightly  rounded  on  the  thin  edges;  F.=6. 
Insoluble  in  hydrochloric  acid. 

Diff. — Distinguished  by  its  infusibility  from  varieties  of  amphibole,  which  it  resembles. 

Obs.— Occurs  near  Aloysthal  in  Moravia;  in  theVosges;  at  Kupferberg  in  Bavaria ;  at 
Baste  in  the  Harz  (Protob(t#tite) ;  in  the  chrysolite  bombs  in  the  Eifel ;  in  immense  crystals 
with  apatite,  near  Bamle,  Norway.  In  Pennsylvania,  at  Leiperville  and  Texas  ;  at  Brewster, 
N.  Y.     Bronzite  is  quite  common  in  meteorites. 

DesCloizeauz  first  denned  the  limits  of  this  species,  as  here  laid  down. 

Named  from  'tvardrns,  an  opponent ,  because  so  refractory.  The  name  bronzUe  has  priority, 
but  a  bronze  lustre  is  not  essential,  and  is  far  from  universal. 


HTFSRSTHENB. 

Orthorhombic.  7a/=91°  32£,  DesCloizeaux  (Mt.  Dor6);  91°  40', 
v.  Rath  (amblystegite).  Cleavage  :  i-l  perfect,  1  and  i-l  distinct  but  inter- 
rupted.    Usually  foliated  massive. 

II. =5-6.  G.= 3*392.  Lustre  somewhat  pearly  on  a  cleavage-surface, 
and  sometimes  a  little  metalloidal ;  of  ten  with  a  peculiar  iridescence  due 
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to  the  presence  of  minute  enclosed  tabular  crystals  (brookite?)  in  parallel 
position  (Kosmann).     Color  dark  brownish -green,  gray- 
ish-black,   greeuisn  black,    pinchbeck-brown.      Streak  509 
grayish,  brownish-gray.     Translucent  to  nearly  opaque. 
Brittle.     Optic-axial  plane  brachydiagonal ;  axes  very 
divergent;  bisectrix  negative. 

Comp.— (Mg,Fe;SiO,  with  Fe  :  Mg— 1  :  5,  1:8,  etc  If  Fe  to 
Mg=l  :  2  the  fonrniU  requires  SiO,  54*2,  FeO  21-7,  MgO  24-1=100. 

Pyr.,  etc. — B.B.  fuses  to  a  black  enamel,  and  on  charcoal  yields  a 
magnetic  mass.     Partially  decomposed  by  hydrochloric  acid. 

Obs. — Hypersthene  occurs  at  Isle  St.  Paul,  Labrador  in  Canada ; 
at  the  Isle  of  Skye  ;  in  Greenland ;  Norway ;  Ronsberg  in  Bohemia  ; 
the  Tyrol ;  Elfdalen  in  Sweden ;  Laaoher  See  {(vmblygtegite, ;  Voigt- 
land ;  in  trachyte  of  Mt.  Dor<»,  Auvergne. 

In  chemical  composition,  erutlatite  (and  bronztie\  and  hypersthene 
belong  together,  since  they  grade  insensibly  into  each  other ;  and  in 
crystalline  form  they  are  identical.  The  essential  difference  between 
them,  according  to  DesOloizeaux,  lies  in  the  axial  dispersion  which 
enstatite,  and  p  >  v  f  or  hypersthene. 

Diacla8ITE. — Near  bronzite ;  differo  in  optical  characters.     (Mg,Fe,Ca)SiO; 
Guadarrama,  Spain. 


Mt.  Dore. 
is  uniformly  p  <  vtoi 
Harzburg; 


WOIjLASTONTTB.    Tabular  Spar.     Tafelspath,  Oerm. 

Monoclinic.  C=  69°  48',  />  /  =  87°  28',  O  A  24  =  137°  48' ;  c  :  b  :  d 
=  0-4338  :  0-89789  :  1.  Fig.  510  in  the  pyroxene  or  normal  position,  but 
with  the  edge  Of  i-i  the  obtuse  edge  ;  f.  511  in  the  position  given  the  crys- 
tals by  authors  who  make  i-i  the  plane  O,  and  2-i  the  plane  7.  O  A  — -  \-i 
=  160°  30',  O  A  \i  =  154°  25',  i-i  A  -  2  =  132°  54',  i-t  A  2  =  93°  52'. 
Rarely  in  distinct  tabular  crystals.  Cleavage:  O  most  distinct;  i-i  less 
so;  1-i  and  —  1-i  in  traces.  Twins:  twinning-plane  i-i.  Usually  cleav- 
able  massive,  with  the  surface  appearing  long  fibrous,  fibres  parallel  or 
reticulated,  rather  strongly  coherent 


510 


511 


H.=4*5-5.  G.=2-78-2*9.  Lustre  vitreous,  inclining  to  pearly  upon 
the  faces  of  perfect  cleavage.  Color  white,  inclining  to  gray,  yellow,  red, 
or  brown.  Streak  white,  feubtransparent — translucent.  Fracture  uneven, 
sometimes  very  tough.  Optic-axial  plane  i-i ;  divergence  70°  40'  for  the 
red  ravs  ;  bisectrix  of  the  acute  angle  negative ;  inclined  to  a  normal  to  i-i 
57°  48',  and  to  a  normal  to  O  12°,  DesCl. 
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Oomp CaSiO,=Silica  51*7,  lime  48  -8=100. 

Pyr.,  etc. — In  the  matrass  no  change.  B.  B.  fuses  easily  on  the  edges :  with  some  soda,  a 
blebby  glass,  with  more,  swells  up  and  is  infusible.  With  hydrochloric  acid  gelatinizes;  most 
yarieties  effervesce  slightly  from  the  presence  of  calcite. 

Diff. — Differs  from  asbestus,  and  tremolite  in  forming  a  jelly  with  acids,  as  also  by  its  more 
vitreous  fracture  ;  fuses  less  readily  than  natrolite  and  scoleoite ;  when  pure  does  not  effer- 
vesce with  acids  like  the  carbonates. 

Obs. — Wollastonite  is  found  in  regions  of  granite  and  granular  limestone ;  also  in  basalt  and 
lavas.  Occurs  in  Hungary ;  in  Finland ;  and  in  Norway ;  at  Gockum  in  Sweden ;  in  the 
Harz ;  at  Auerbach,  in  granular  limestone ;  at  Vesuvius.  In  the  U.  S.,  in  N.  York%  at  Wills- 
borough  ;  at  Lewis  ;  Diana,  Lewis  Co.  In  Penn.,  Bucks  Go.  At  the  Cliff  Mine,  Keweenaw 
Point,  Lake  Superior.    In  Canada,  at  Grenville. 


PYROXENEL 


Monoclinic.  C=  73°  59',  IaI=  87°  5',  O  A  24  =  131°  17' ;  c  :  b  :  d 
=  0-5412  :  0-91346  :  1.  O  A  /=  100°  57',  OA-  14  =  155°  51',  O  A  1-i 
=  148°  35',  Oh  -1  =  146°  9',  0Al  =  137°  49',  -1  A  -1  =  131°  24'. 
Cleavage :  /  rather  perfect,  often  interrupted ;  i-i  sometimes  nearly  per 


514 


517 


519 


feet ;  i-\  imperfect ;  O  sometimes  easy.  Crystals  usually  thick  and  stout 
Twins:  twinning-plane i-i  (f. 521).  Often  coarse  lamellar, in  large  masses, 
parallel  to  O  or  i-i.  Also  granular,  particles  coarse  or  fine;  and  fibrous, 
fibres  often  fine  and  long. 

II.=5-6.  G.=3-23-3-5.  Lustre 
vitreous,  inclining  to  resinous  ; 
some  pearly.  Color  green  of 
various  shades,  verging  on  one 
side  to  white  or  grayish-white, 
and  on  the  other  to  brown  and 
black.  Streak  white  to  gray  and 
grayish-green.  Transparent  — 
opaque.  Fracture  conchoidal — 
uneven.  Brittle.  In  crystals 
from  Fassa,  optic-axial  plane  i-i ; 
divergence  110°  to  113° ;  bisec- 
trix of  the  acute  angle  positive, 
inclined  51q  6'  to  a  normal  to  i-i  and  22°  55'  to  a  norjnal  to  O,  DesGl. 
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Comp.,  Var. — A  bisilicate,  having  the  general  formula  RSiO«,  where  R  may  be  Ca,Mg, 
Fe,Mn,  sometimes  also  Zn,Ka<i,Nai.  Usually  two  or  more  of  these  bases  are  present.  The 
first  three  are  most  common ;  but  calcium  is  the  only  one  that  is  present  always  and  in  large 
percentage.  Besides  the  substitutions  of  the  above  bases  for  one  another,  these  same  bases 
are  at  times  replaced  by  Al,Fe,Mn,  though  sparingly,  and  the  silicon  occasionally  by  alumi- 
num. 

The  varieties  proceeding  from  these  isomorphous  substitutions  are  many  and  diverse  ;  and 
there  are  still  others  depending  on  the  state  of  crystallization.  The  foliated  and  fibrous 
kinds  early  received  separate  names,  and  for  a  while  were  regarded  as  distinct  species.  Fibrous 
or  columnar  forms  are  very  much  less  common  than  in  hornblende,  and  lamellar  or  foliated 
kinds  more  common.  The  crystals  are  rarely  long  and  slender,  or  bladed,  like  those  of  that 
species. 

The  most  prominent  division  of  the  species  is  into  (A)  the  non- aluminous  ;  (8)  the  alumi- 
nous. But  the  former  of  these  groups  shades  imperceptibly  into  the  latter.  These  two  groups 
are  generally  subdivided  according  to  the  prevalence  of  the  different  protoxide  elements. 
Tet  here,  also,  the  gradation  from  one  series  to  another  is  in  general  by  almost  insensible 
shades  as  to  composition  and  chemical  characters,  as  well  as  all  physical  qualities. 

I.  Containing  little  or  no  Alumina. 

1.  Lime-Magnesia  Pyroxene;  Malacolite.  Diopside,  Alalite,  White  Cocoolite.  Color 
white,  yellowish,  grayish-white  to  pale  green.  In  crystals :  cleavable  and  granular  massive. 
Sometimes  transparent  and  colorless.  G.  =  3  '2-3  '38.  Formula,  CaMgSi,Oe = Silica  55  *6,  mag- 
nesia 18*5,  lime  25-9.     Sometimes  Ca  :  Mg=l  :  2  ;  less  than  4  p.  c.  of  iron  are  present 

2.  Lime-Magnesia- Iron  Pyroxene  ;  Saiilite^  Color  grayish-green  to  deep  green  and  black ; 
sometimes  grayish  and  yellowish-white.  In  crystals  ;  also  cleavable  and  granular  massive. 
G.=3'25-3-4.  Named  from  Sala  in  Sweden,  one  of  its  localities,  where  the  mineral  occurs 
in  masses  of  a  grayish-green  color,  having  a  perfect  cleavage  parallel  to  the  basal  plane  ( 0). 
Formula  (Ca,Mg,Fe)SiO,.  The  ratio  of  Ca  :  Mg  :  Fe  varies  much,  =3  :  3  :  1,  2  :  2  :  l,etc.  The 
ratio=4  :  3  :  1,  corresponds  to  silica  537,  magnesia  18*4,  lime  24*9,  iron  protoxide  8  0=100. 

Diallage.  Part  of  the  so-called  diallage,  or  thin- foliated  pyroxene,  belongs  here,  and  the 
rest  under  the  corresponding  division  of  the  aluminous  pyroxenes.  Color  grayish -green  to 
bright  grass-green,  and  deep  green;  lustre  of  cleavage  surface  pearly,  sometimes  metalloids! 
or  brassy.  H.=4.  G.  =3-2-3*35.  Composition  near  the  preceding ;  analysis  by  vom  Rath, 
Neurode,  SiO,  53*60,  AlO,  1  "99,  FeO  895,  MnO  028,  MgO  1308,  CaO  21  06,  H.O  0'86=99'82. 
With  this  variety  belongs  part  also  of  what  has  been  called  hypersthene  and  bronzite — the  part 
that  is  easily  fusible.  Common  especially  in  serpentine  rocks.  Named  from  dta'A/ayr,,  dif- 
ference, in  allusion  to  the  dissimilar  cleavages. 

3.  Iron- Lime  Pyroxene,  Hedenbergite.  Color  black.  In  crystals,  and  also  lamellar 
massive  ;  cleavage  easy  parallel  to  i-i.  G.  =3  5-3 '58.  Formula  CaFeSiaO0  (Mg  being  absent) 
= Silica  48  39,  lime  22  18,  iron  protoxide  29*43=100.  Asteroite  is  a  similar  pyroxene  con- 
taining also  Mn  (Igelstrom),  Sweden. 

4.  Lime-Iron- Manganese- Zinc  Pyroxene;  Jeffersontte.  Color  greenish-black.  Crystals 
often  very  large  (3-4  in.  thick),  with  the  angles  generally  rounded,  and  the  faces  uneven,  as 
if  corroded.  G.=8*36.  Analysis,  Franklin,  N.  J.,  by  Pisani,  SiO*  45-95,  AlO,  0  85,  FeO 
8-91,  MnO  1020,  ZnO  1015,  CaO  21-55,  MgO  3*61,  ign  035=101 -57. 

II.  Aluminous. 

Aluminous  Lime-Magnesia  Pyroxene;  Leuc  augite  (Dana).  Color  white  or  grayish. 
Analysis,  Bathurst,  0.,  by  Hunt,  SiOa  5150,  AlO,  615,  FeO,  035,  MgO  1769,  CaO  2380, 
H,0 110=100-59.  Looks  like  diopside.  H.=65.  G.=319.  Hunt  Named  from  Tlcvko:, 
white. 

Aluminous  Lime-Magnesia-Iron  Pyroxene;  Fassaite,  Augite.  Color  clear  deep-green  to 
greenish-black  and  black ;  in  crystals,  and  also  massive ;  subtranslucent  to  opaque.  G. 
=:3'25-3*5.  Contains  iron,  with  calcium  and  magnesium,  also  aluminum.  Analysis  of  angite 
from  Montreal  by  Hunt,  SiO,  49-40,  AlO,  670,  FeO,  783,  MgO  13-06,  CaO  2188,  NaaO  074, 
HaO0'50=10011. 

a.  FassaiUt  (or  Pyrgom).  Includes  the  green  kinds  found  in  metamorphic  rocks.  Named 
from  the  locality  at  Fossa  in  Piedmont,  which  affords  deep-green  crystals,  sometimes  pistachio- 
green,  like  the  epidote  of  the  locality. 

b.  Augite.  Includes  the  greenish  or  brownish-black  and  black  kinds,  occurring  mostly  in 
eruptive  rocks,  but  also  in  tnetamorphic     Named  from  ivy^,  lustre. 
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Pyr.,  etc. — Varying  widely,  owing  to  the  wide  variations  in  composition  in  the  different 
varieties,  and  often  by  insensible  gradations.  Fusibility,  from  the  almost  infusible  diallage 
to  3*75  in  diopside  ;  8*5  in  sahlite ;  3  in  jeffersonite  and  augite ;  2  5  in  hedenbergite.  Va- 
rieties rich  in  iron  afford  a  magnetic  globule  when  fused  on  charcoal,  and  in  general  their 
fusibility  varies  with  the  amount  of  iron.  Jeffersonite  gives  with  soda  on  charcoal  a  reaction 
for  zinc  and  manganese ;  many  others  also  give  with  the  fluxes  reactions  for  manganese.  Most 
varieties  are  unacted  upon  by  acids. 

Drift— See  Amphibole,  p.  275. 

Obs — Pyroxene  is  a  common  mineral  in  crystalline  limestone  and  dolomite,  in  serpentine, 
and  in  volcanic  rocks ;  and  occurs  also,  but  less  abundantly,  in  connection  with  granitic  rocks 
and  metamorphic  schists.  The  pyroxene  of  limestone  is  mostly  the  white  and  light-green  or 
gray  varieties;  that  of  most  other  metamorphic  rock,  sometimes  white  or  colorless,  bat 
-usually  green  of  different  shades,  from  pale  green  to  greenish-black,  and  occasionally  black; 
that  of  serpentine  is  sometimes  in  fine  crystals,  but  often  of  the  foliated  green  kind  called 
diallage  ;  that  of  eruptive  rocks  is  the  black  to  greenish-black  augite. 

Prominent  foreign  localities  are :  maiacoUte  (diopside),  Traversella,  Ala  in  Piedmont;  Sala, 
Tunaberg.  Sweden ;  Pargas  •  Achmatovsk ;  etc.  8aJdtte,  Sala;  Arendal;  Degeroe ;  Schwarzen- 
berg ;  etc.  Hedenbergite,  Tunaberg ;  Arendal  Augite  ^  Fassathal ;  Vesuvius;  etc. — in  most 
dolery  tic  igneous  rocks. 

In  N.  America  common  (see  list  of  localities  at  the  close  of  the  volume).  Some  localities 
are :  In  Mass. ,  at  the  Bolton  quarries.  In  Conn. ,  at  Canaan.  In  N.  York*  at  Warwick.  Moo- 
roe,  Edenville,  Diana.  In  N.  Jersey,  in  Franklin.  In  Penn.,  near  Attleboro'.  In  Canada, 
at  Bytown,  at  Calumet  I.,  at  Grenville. 

Acmitk. — Monoclinic.  In  slender  pointed  crystals  (hence  name)  in  quartz.  H.  =6.  G.= 
8*2-3*53.  Color  brownish  to  reddish-brown,  in  the  fracture  blackish-green.  Opaque.  Frac- 
ture uneven.  Brittle.  RSiOa,R=Na«,Fe,  or  Fe(Fe=3R);  analysis  by  Bammelsberg.  SiOt 
51-66,  FeO,  2828,  FeO  5*23,  MnO  0*69,  NaaO  1246,  KaO  0*43,  TiO  111,  ign  0'39=100-25. 
Kongsberg,  Norway. 

>JEgirite. — Near  pyroxene  in  form,  but  contains  alkalies.  H.=5*5-6.  G.  =3*45-3*58. 
Color  greenish-black.  Subtransluoent  to  opaque.  Analysis  Ramm.,  Brevig,  SiO.  50*25,  Aid 
1*22,  FeO,  2207,  FeO  8*80,  MnO  1*40,  CaO  5*47.  MgO  1*28,  NaaO  9  29,  KaO  0-94=100*73. 
Also  from  Magnet  Cove,  Arkansas. 


RHODONITE. 


Triclinic,  but  approximately  isomorphous  with  pyroxene.     Cleavage :  I 
perfect ;   O  les6  perfect.     Usually  massive. 

H.=5-5-65.  G.= 34-3-68.  lustre  vitreous.  Color 
light  brownish- red,  flesh-red,  sometimes  greenish  or 
yellowish,  when  impure ;  often  black  outside  from  ex- 
posure.' Streak  white.  Transparent — opaque.  Frac- 
ture conchoidal — uneven.     Very  tough  when  massive. 


Oomp.,  Var. — MnSiO,= Silica  45*9,  manganese  protoxide  54*1  = 
100.  Usually  some  Fe  and  Ca,  and  occasionally  Zn  replace  part  of  the 
Mn.  Ordinary,  (a)  Crystallized.  Either  in  crystals  or  foliated. 
The  ore  in  crystals  from  Paisberg,  Sweden,  was  named  PaisbergiU 
under  the  idea  that  it  was  a  distinct  species,  {b)  Granular  massive. 
Caleiferou8 ;  Bustamite.  Contains  9  to  15  p.  o.  of  lime  replacing 
part  of  the  manganese.  Often  also  impure  from  the  presence  of  cal- 
cium carbonate,  which  suggests  that  part  of  the  lime  replacing  the  manganese  may  have  come 
from  partial  alteration.  Grayish-red.  Zinciferous  ;  Fowleritk.  In  crystals  and  foliated, 
the  latter  looking  much  like  cleavable  red  feldspar ;  the  crystals  sometimes  half  an  inch  to  an 
inch  through.     7a  7=86'  80%  Torrey.     G.=3*44,  Thomson. 

Pyr.,  etc. — B.B.  blackens  and  fuses  with  slight  intumescence  at  2*5  ;  with  the  fluxes  gives 
reactions  for  manganese  ;  fowlerite  gives  with  soda  on  charcoal  a  reaction  for  zinc  Slightly 
acted  upon  by  acids.  The  calciferous  varieties  often  effervesce  from  mechanical  admix- 
ture with  calcium  carbonate.  In  powder,  partly  dissolves  in  hydrochloric  acid,  and  the  in- 
soluble part  becomes  of  a  white  color.  Darkens  on  exposure  to  the  air,  and  sometimes 
becomes  nearly  black. 

Obs. — Occurs  at  Longban,  near  Philipstadt  in  Sweden ;  also  hofthe  Han ;  in  the  district  of 
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Katherinenberg  in  the  Ural ;  in  Cornwall,  eta  Occurs  in  Warwick,  Moss. ;  Bine  Hill  Bay, 
Maine  ;  near  Hinsdale,  N.  H.  -}  fowlerite  (keatingine)  at  Hamburg  and  Sterling,  New  Jersey. 

Named  from  /xtfov,  a  ro*ey  in  allusion  to  the  color. 

Babingtonite.— Triclinia  9RSiO,+FeSi,0„,  with  R=Fe(Mn)  :  Ca(Mg)=2  :  3  (Ramm.). 
Analysis,  Rammelsberg,  SiOa  51*22,  FeO,  11*00,  FeO  1026,  MnO  7*91,  MgO  0*77,  CaO 
19*o2,  ign= 0*44 =100*92.     Color  greenish-black.     Arendal;  Nassau;  Devonshire;  Baveno. 


SPODUMENB. 


Monoclinic.      67=69°  40'  IaI=  87°,    O  A  24  =  130°  30'.      Crystals 
large.     Cleavage:  i-i  very  perfect;  /  also  perfect; 
14  in  traces ;  in  strise  on  i-i.     Twins:  twinning-plane 
i-i.    Also  massive,  with  broad  cleavage  surface. 

IL=6-5-7.  G.=3-13-3-19.  Lustre  pearly.  Cross 
fracture  vitreous.  Color  grayish-green,  passing  into 
greenish- white  and ^grayish- white,  rarely  faint-reddish. 
Streak  uncolored.  Translucent — subtranslucent.  Frac- 


ture uneven. 


£7 


\ 


rf* 


U\ 


Comp — 3RSiO,-f-4AlSi,09;  R=Lia  mostly.  Silica  04  2,  alu- 
mina 29-4,  lithia  6*4=100.    Sometimes  Li  :  Na(K)=20  :  1,  Ramm. 

Pyr.,  etc. — B.B.  becomes  white  and  opaque,  swells  up,  imparts 
a  purple  red  color  (lithia)  to  the  flame,  and  fuses  at  3*5  to  a  clear 
or  white  glass.  The  powdered  mineral,  fused  with  a  mixture  of 
potassium  bisulphate  and  fluor  on  platinum  wire,  gives  a  more  in- 
tense lithia  reaction.     Not  acted  upon  by  acids. 

Diff. — Distinguished  by  its  perfect  orthodiagonal,  as  well  as 
prismatic,  cleavage ;  has  a  higher  specific  gravity  and  more  pearly 
lustre  than  feldspar  or  scapolite.     Gives  a  red  flame  B.B. 

Obs. — Occurs  on  the  island  of  Uto,  Sweden ;  near  Sterzing  and 
Liaens  in  the  Tyrol;  at  KiUiney  Bay,  near  Dublin,  and  at  Peterhead  in  Scotland.    At  Goshen, 
Mass.  ;  also  at  Chesterfield  and  Norwich,  Mast*. ;  at  Windham,  Maine ;  at  Winchester,  N.  H. ; 
at  Brookfield,  Ct. 

Petalitb.— 3LiaSia06H-4AlSiflOi6=Silica  77*97,  alumina  17*79,  lithia  3*57,  soda  067= 
100.  Ramm.  Q.  ratio  Li  :  Al  :  Si=l  :  4  :  20,  or  for  bases  to  silicon=l  :  4.  H.=6-6*5.  G. 
=2*5.     Colorless;  white.    Uto,  Sweden;  Elba  {castorite) ;  Bolton,  Mass. 


Norwich,  Mass. 


Amphibole  Section. 


ANTHOPHYIiUTE. 


Orthorhombic.  I\I=  125°  to  1253  25'.  Cleavage:  i-i  perfect,  /  less 
so,  i-i  difficult.  Commonly  lamellar,  or  fibrous  massive;  fibres  often  very 
slender. 

II. =5*5.  G.=3*l-3*2.  Lustre  somewhat  pearly  upon  a  cleavage  sur- 
face. Color  brownish-gray,  yellowish-brown,  brownish-green,  sometimes 
subinetallie.  Streak  uncolorea  or  grayish.  Translucent  to  subtranslucent. 
Brittle.  Double  refraction  positive;  optical  axes  in  the  brachydiagonal 
section. 
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Oomp. — (Fe,Mg)SiO$,  Fe  :  Mg=l  :  8=Silioa  55*5,  magnesia  27*8,  iron  protoxide  16*7= 
100. 

Pyr.,  etc. — B.B.  fuses  with  great  difficulty  to  a  black  magnetic  enamel;  with  the  flaxes 
gives  reactions  for  iron ;  unacted  upon  by  acids. 

Obs. — Occurs  near  Kongsberg  in  Norway,  and  near  Modum.  Also  at  Hermannschlag. 
Moravia. 

Anthophyllite  bears  the  same  relation  to  the  Amphibole  Group  that  enstatite  and  hyper- 
sthene  do  to  the  Pyroxene  Group. 

Kuppperite.— Probably  MgSiOi,  with  a  little  Fe.  7  a  7=134°  80',  hence  an  enstatUe-horn- 
blende.  Color  emerald-green  (chrome).  Tunkinsk  Mts. ,  Miask.  Analysis  of  a  similar  min- 
eral from  Perth,  Canada,  Thomson,  SiOa  57*60,  AlOi  320,  FeO  210,  MgO  203O,  CaO  3*55, 
ign.  355=99  30. 


AMPHIBOLE.    Hornblende. 

Monoclinic.  C=  75°  2',  I A  1=  124°  30',  O  A 14  =  164°  10',  c  :  I :  d 
=0*5527  :  1*8825  :  1.  Crystals  sometimes  stout,  often  long  and  bladed. 
Cleavage :  7"  highly  perfect ;  i-i,  i-\  sometimes  distinct.  Lateral  planes 
often  longitudinally  striated.  Twins:  twinning-plane  i-i,asin  f.  527  (simple 
form  f.  526),  and  530.  Imperfect  crystallizations :  fibrous  or  columnar, 
coarse  or  fine,  fibres  often  like  flax ;  sometimes  lamellar ;  also  granular 
massive,  coarse  or  fine,  and  usually  strongly  coherent,  but  sometime* 
friable. 
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H.=5-6.  G.=2*9-3-4.  Lustre  vitreous  to  pearly  on  cleavage-laces ; 
fibrous  varieties  often  silky.  Color  between  black  and  white,  through  vari- 
ous shades  of  green,  inclining  to  blackish-green.  Streak  uncolored,  or  paler 
than  color.  Sometimes  nearly  transparent ;  usually  subtranslucent — opaque. 
Fracture  subconchoidal,  uneven.  Bisectrix,  in  most  varieties,  inclined  about 
60°  to  a  normal  to  Oy  and  15°  to  a  normal  to  i-i\  and  double  refraction 
negative. 


Oomp.,  Var. — General  formula  RSi03,  as  for  pyroxene.  Aluminum  is  present  in  most 
amphibole,  and  when  so  it  usually  replaces  silicon.  R  may  correspond  to  two  or  more  of  the 
basic  elements  Mg,Ca,Fe,Mn.Na9,Kfl,Ha;  and  ft  to  Al,  Fe  or  Mn.  Fe  sometimes  replaces 
silicon,  like  Al.  Much  amphibole,  especially  the  aluminous,  contains  some  fluorine.  The  base 
calcium  is  absent  from  some  varieties,  or  nearly  so. 

The  varieties  of  amphibole  are  as  numerous  as  those  of  pyroxene,  and  for  the  same  reasons; 
and  they  lead  in  general  to  similar  subdivisions. 
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L  Containing  little  ob  no  Alumina. 

Magnesia-Lime,  Amphibole ;  Tremolite.  Grammatite.  Colors  white  to  dark-gray.  In 
distinct  crystals,  either  long  bladed  or  short  and  stoat ;  long  and  thin  columnar,  or  fibrous  ; 
also  compact  granular  massive,  i A 7=124°  80'.  H.  =50-6  5.  G.  =2  9-3-1.  Sometimes 
transparent  and  colorless.  Contains  magnesia  and  lime  with  little  or  no  iron  ;  formula  (Ca, 
Mg)Si03,  Ca  :  Mg=l  :  3=Silica  57-70,  magnesia  2885,  lime  13*35=100.  Named  Tretnolitebj 
Pini,  from  the  locality  at  Tremola  in  Switzerland. 

Nephrite. — In  part  a  tough,  compact,  fine  grained  tremolite,  having  a  tinge  of  green  or 
blue,  and  breaking  with  a  splintery  fracture  and  glistening  lustre.  H.  =6-6  *5.  G.  =2  9G-3*  1. 
Named  from  a  supposed  efficacy  in  diseases  of  the  kidney,  from  veppfc,  kidney.  It  occurs 
usually  associated  with  taloose  or  magnesian  rocks.  Nephrite  or  jade  was  brought  in  the 
form  of  carved  ornaments  from  Mexico  or  Peru  soon  after  the  discovery  of  America.  A  simi- 
lar stone  comes  from  China  and  New  Zealand. 

A  nephrite-like  mineral,  called  bowenit*,  from  Smithfield,  R.  I.,  having  the  hardness  5*5  is 
serpentine  in  composition.  The  jade  of  de  Saussure  is  the  savssurite  (see  under  Zoisite) 
of  the  younger  de  Saussure.  Another  aluminous  jade  has  been  called  jadeite  (q.  v.)  by 
Damour. 

Magnesia- Lime- Iron  Amphibole;  Actinolite.  Strahlstein,  Germ.  Color  bright-green 
and  grayish-green.  In  crystals,  either  short  or  long-bladed,  as  in  tremolite ;  columnar  or 
fibrous;  granular  massive.  G.=3-3  2.  Sometimes  transparent.  Contains  magnesia  and 
lime,  with  some  iron  protoxide,  but  seldom  more  than  6  p.  c. ;  formula  (Ca,Mg.Fe)Si03. 
The  variety  in  long  bright-green  crystals  is  called  glassy  actinolite  ;  the  crystals  break  easily 
across  the  prism.  The  fibrous  and  radiated  kinds  are  often  called  asbestiform  actinolite  and 
radiated  actinolite.     Actinolite  owes  its  green  color  to  the  iron  present. 

Iron-Magnesia  Amphibole  ;  Cummingtonitb.  Color  gray  to  brown.  Usually  fibrous  or 
fibro-lamellar,  often  radiated.  G.  =3*1-3*32.  Contains  much  iron,  with  some  magnesia,  and 
little  or  no  lime.     Formula  (Fe,Mg)SiO».     Named  from  the  locality,  Cummington,  Mass. 

ASBK8TUS.  Tremolite,  actinolite,  and  other  varieties  of  amphibole,  excepting  those  con- 
taining much  alumina,  pass  into  fibrous  varieties,  the  fibres  of  which  are  sometimes  very 
long,  fine,  flexible,  and  easily  separable  by  the  fingers,  and  look  like  flax.  These  kinds,  like 
the  corresponding  of  pyroxene,  are  called  asbestos  (fr.  the  Greek  for  incombustible).  The 
colors  vary  from  white  to  green  and  wood- brown.  The  name  amianthus  is  now  applied  usu- 
ally to  the  finer  and  more  silky  kinds.  Much  that  is  so  called  is  chrysotile*  or  fibrous  serpen- 
tine, it  containing  12  to  14  p.  c.  of  water.  Mountain  leather  is  a  kind  in  thin  flexible  sheets, 
made  of  interlaced  fibres  ;  and  mountain  cork  (Bergkork)  the  same  in  thicker  pieces ;  both 
are  so  light  as  to  float  on  water,  and  they  are  often  hydrous.  Mountain  icood  (Bergholz, 
Holzasbest,  Germ.)  is  compact  fibrous,  and  gray  to  brown  in  color,  looking  a  little  like  dry 
wood. 


II.  Aluminous. 

Aluminous  Magnesia- Lime  Amphibole.  (a)  Edenite.  CJolor  white  to  gray  and  pale-green, 
and  also  colorless;  G.  =3*0-3*059,  Bamm.  Resembles  anthophyllite  and  tremolite.  Named 
from  the  locality  at  Edenville,  N.  Y.  (for  analj  sis,  see  below. )  To  this  variety  belong  various 
pale-colored  amphiboles,  having  less  than  five  p.  c.  of  oxide  of  iron. 

(b)  Smauaodite  Saussure.  A  thin -foliated  variety,  of  a  light  grass-green  color,  resembling 
much  common  green  diallage.  According  to  Boulanger  it  is  an  aluminous  magnes:a-lime 
amphibole,  containing  less  than  34  p.  c.  iron  protoxide,  and  is  hence  related  to  edenite  and 
the  light  green  Pargas  mineral.  DesCloizeaux  observes  that  it  has  the  cleavage,  and  appar- 
ently the  optical  characters,  of  amphibole.  H.  =5 ;  G.=3.  It  forms,  along  with  whitish  or 
greenish  saussurite,  a  rock. 

Aluminous  Magnesia- Lime-Iron  Amphibole.  (a)  Pargasite;  (b)  Hornblende.  Colors 
bright,  dark,  green,  and  bluish-green  to  grayish-black  and  black.  /\  7=124°  1-124 J  25' ; 
6.  =3  05-3*47.  Pargasite  is  usually  made  to  include  green  and  bluish -green  kinds,  occurring 
in  stout  lustrous  crystals,  or  granular;  and  hornblende  the  greenish-black  and  black  kinds, 
whether  in  stout  crystals  or  long  bladed,  columnar,  fibrous,  or  massive  granular.  But  no 
line  can  be  drawn  between  them.  Pargasite  occurs  at  Pargas,  Finland,  in  bluish-green  and 
grayish-black  crystals. 

Composition  shown  by  the  following  analyses  by  Rammelsberg ;  (1)  from  Edenville ;  (2) 
Wolfsberg,  Bohemia;  (3)Brevig. 
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AlO, 

FeO, 
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6-31 

6*62 

2172 

1-13       3-62 

*  With  1-01  TiOj. 

9  68 

3  14 

2-65 

048=98  63 

Pyr.,  etc. — The  observations  under  pyroxene  apply  also  to  this  species,  it  being  impossible 
to  distinguish  the  varieties  by  blowpipe  characters  alone. 

Diff. — Distinguished  from  pyroxene  (and  tourmaline)  by  its  distinct  prismatic  cleavage, 
yielding  an  angle  of  124°.  Also  in  colored  varieties  by  its  dichroism,  when  examined  in  thin 
sections.  Fibrous  and  columnar  forms  are  much  more  common  than  with  pyroxene,  lamellar 
and  foliated  forms  rare.  Crystals  often  long,  slender,  or  bladed.  Differs  from  the  fibrous 
zeolites  in  not  gelatinizing  with  acids. 

Jsomorp/wus  and  Dimorphous  relations  to  Pyroxene. — The  analogy  in  composition  between 
pyroxene  and  hornblende  has  been  abundantly  illustrated.  They  have  the  same  general 
formula ;  and  under  this  formula  there  is  but  one  difference  of  any  importance,  viz. ,  that 
lime  is  a  prominent  ingredient  in  all  the  varieties  of  pyroxene,  while  it  is  wanting,  or  nearly 
so,  in  some  of  those  of  hornblende.  The  analogy  between  the  two  species  in  crystallization, 
or  their  essential  isomorphism,  was  pointed  out  by  G.  Rose  in  1831,  who  showed  that  the 
forms  of  both  were  referable  to  one  and  the  same  fundamental  form.  The  prism  /  of  horn- 
blende corresponds  in  angle  to  t-2  of  pyroxene.  Calculating  from  the  angle  I A  Tin  pyroxene. 
87°  5',  the  angle  of  %-2  is  precisely  124J  30',  or  the  angle  I A I  in  hornblende.  But  while  thus 
isomorphous  in  axial  relations  or  form,  they  are  also  dimorpliovs.  For  (1)  the  cleavage  in 
pyroxene  is  parallel  to  the  prism  of  87°  5',  and  in  hornblende  to  that  of  124$°.  (2)  The  occur- 
ring secondary  planes  of  the  latter  are  in  general  diverse  from  those  of  the  former,  so  that  the 
crystals  differ  strikingly  in  habit  or  system  of  modifications.  Moreover,  in  pyroxene  colum- 
nar and  fine  fibrous  forms  are  uncommon ;  in  hornblende,  exceedingly  common.  (3)  The 
several  chemical  compounds  under  pyroxene  have  one-tenth  higher  specific  gravity  than  the 
corresponding  ones  under  hornblende. 

Vom  Rath  has  described  the  occurrence  of  minute  crystals  of  hornblende  in  parallel  posi- 
tion upon  crystals  of  pyroxene  (Vesuvius),  and  in  consequence  of  the  relation  between  the  two 
forms,  thus  brought  out,  suggests  a  change  in  the  commonly  accepted  fundamental  form  of 
the  latter.  (Jahrb.  Min.,  1876.)  This  association  of  crystals  of  the  two  species  in  parallel 
position  is  not  uncommon. 

Obs. — Amphibole  occurs  in  many  crystalline  limestones,  and  metamorphic  granitic  and 
schistose  rocks,  and  sparingly  in  serpentine,  and  volcanic  or  igneous  rocks.  Tremolite.  tha 
magnesia-lime  variety,  is  especially  common  in  limestones,  particularly  magnesian  or  dolomi- 
tic ;  actinolite,  the  magnesia-lime-iron  variety,  in  steatitic  rocks ;  and  brown,  dark-green, 
and  black  hornblende,  in  chlorite  schists,  mica  schist,  gneiss,  and  in  various  other  rock* 
(syenyte,  dioryte,  etc.),  of  which  it  forms  a  constituent  part.  Asbestus  is  often  found  in  con- 
nection with  serpentine.  Hornblende  is  often  disseminated  in  black  prismatic  crystals  through 
trachyte,  and  also  through  other  igneous  rocks,  especially  the  feldspathic  kinds. 

Aussig  and  Teplitz  in  Bohemia,  Tunaberg  in  Sweden,  and  Pargas  in  Finland,  afford  fine 
specimens  of  the  dark-colored  hornblendes.  Actinolite  in  the  Zillerthal;  tremolite  at  St. 
Gothard,  in  granular  limestone  or  dolomite;  the  Tyrol ;  the  Bannat,  etc.  Asbestus  is  foun-1 
in  Savoy,  Salzburg,  the  Tyrol ;  in  the  island  of  Corsica.  Some  localities  in  the  U.  S.  are  :— 
Carlisle,  Pelham,  etc.,  Mass.,  cummin gtonite  at  Cummingtoh.  In  Conn.,  white  crystals  of 
tremolite  in  dolomite,  Canaan.  In  N.  York,  Willsboro',  St.  Lawrence  Co.;  Warwick;  with 
pyroxene  at  Ed  en  vi  tie;  near  Amity ;  in  Rossie ;  the  variety  pargasite  in  large  white  crystals 
at  Diana,  Lewis  Co.  In  Pcnn.,  actinolite  at  Mineral  Hill,  in  Delaware  Co.;  at  Union ville. 
In  Maryland,  actinolite  and  asbestus  at  the  Bare  pills ;  asbestus  at  Cooptown. 

Hex  agon  ite. — Described  as  a  new  mineral  by  Goldsmith,  but  shown  by  Koenig  to  be  only 
a  variety  of  tremolite.     From  Edwards,  St.  Lawrence  Co.,  N.  Y. 

Arfvkdsomte. — Near  hornblende,  but  contains  alkalies.  Analysis,  Ramm.,  Greenland. 
SiO,  5122,  A103  tr..  FeO,  2375,  FeO  780,  MnO  1*12,  CaO  208,  MgO  0-tfO,  NaaO  10%W. 
K  O  068,  ign  OiO-0829.     Greenland  ;  Brevig ;  Arendal. 

Crocidolite. — Composition  uncertain,  near  arfvedsonite.  Analysis,  Stromeyer.  SiO: 
5122,  FeO  34-08,  MnO  010,  MgO  2  48,  CaO  0'03,  Na90  707,  HO  4-80=9978.  Fibrous, 
asbestus-like.  Sometimes  altered  to  " Faserquarz."  Color  lavender-blue  or  leek-green. 
Orange  river.  So.  Africa.     Vosges  Mts. 

Gastaldite. — Monoclinic.  Cleavage  prismatic,  Ia1=  124°  25'  (like  amphibole).  H.  = 
6-7.  G.— 3*044.  Color  dark-blue  to  azure-blue.  Streak  greenish -blue.  Q.  ratio  R  :  H  :  Si 
=  1:2:0;  formula  R3AlaSi„Oa7,  with  R=Fe,Mg,Ca.Na,.  Analysis,  Striiver,  Si02  585.'). 
A103  21-40,  FeO  904,  MgO  392,  CaO  203,  Na,0  477,  KaO  tr=9971.  Occurs  in  chlorite 
slate  in  the  valleys  of  Aosta  and  Looano. 

Glaucophane.— Monoclinic.    Cleavage  prismatic,  1 A i=  124°  51'.    H.=65.    G.=3-0»07. 
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Color  blue,  bluish-black.     Q.  ratio  for  bases  to  silicon  1  :  2.     Analysis  from  Zermatt,  by 
Bodewig,  SiO,  57-81,  rV10s  1203,  FeO,  2-17,  FeO  5*78,  MgO  13-07,  CaO  220,  NaaO  733 
=  100*45.     Also  from  island  of  Syra. 
Wichtisite,  Finland. — Perhaps  identical  with  glaucophane. 
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BERYL. 

Hexagonal.     O  A 1  =  150°  3' ;  c  =  0-499.     Habit  prismatic,  the  prism 
often  vertically  striated.      Cleavage :  basal  imperfect ;  lateral  indistinct. 
Occasionally  coarse  columnar  and 
krsje  granular.  531  532 

11.  =  7-5-8.  Gk  =  2-63-2-76. 
Lustre  vitreous,  sometimes  resin- 
ous. Color  emerald-green,  pale 
screen,  passing  into  ligut-blue,  yel- 
low, and  white.  Streak  white. 
Transparent  —  subtranslucent. 
Fracture  conchoidal,  uneven.  Brit- 
tle. Double  refraction  feeble; 
axis  negative. 

„        rr...  .     .  .,,    ,      1V  ,  Haddam,  Ct.  Siberia. 

var. — This  species  is  one  of  the  few  that  ' 

occur  only  in  crystals,  and  that  have  no  es- 
sential variations  in  chemical  composition.  There  are,  however,  two  prominent  groups  depend- 
ent on  color,  the  color  varying  as  chrome  or  iron  is  present ;  but  only  the  merest  trace  of  either 
exists  in  any  case.  The  crystals  are  usually  oblong  prisms.  1.  Emerald.  Color  bright 
emerald-green,  owing  to  the  presence  of  chromium.  Hardness  a  little  less  than  for  beryl, 
according  to  the  lapidaries.  2.  Beryl.  Colors  those  of  the  species,  excepting  emerald-green, 
and  due  mainly  to  iron.  The  varieties  of  beryl  depending  on  color  are  of  importance  in  the 
arts,  when  the  crystals  are  transparent  enough  to  be  of  value  as  gems.  The  transparent 
bluish-green  kinds  are  called  aquamarine;  also  appl e -green  ;  greenish-yellow  to  iron-yel- 
low and  honey-yellow.  Daculsouite  is  nothing  but  greenish-yellow  beryl  from  near  Aberdeen ; 
aud  goahenite  is  a  colorless  or  white  variety  from  Goshen,  Mass. 

Comp— Be,ArlSia018=SilicaGt>-8,  alumina  191,  glucina  14-1=100. 

Pyrn  etc. — B.B.  alone  unchanged  or  becomes  clouded;  at  a  high  temperature  the  edges 
are  rounded,  and  ultimately  a  vesicular  scoria  is  formed.  Fusibility =3*5  (Kobell).  Glass 
with  borax  clear  and  colorless  for  beryl,  a  fine  green  for  emerald.  Slowly  soluble  with  salt 
or  phosphorus  without  leaving  a  siliceous  skeleton.  A  yellowish  variety  from  Broddbo  and 
Finbo  yields  with  soda  traces  of  tin.     Unacted  upon  by  acids. 

Diif. — Distinguished  from  apatite  by  its  hardness,  not  being  scratched  by  a  knife,  also 
harder  than  green  tourmaline  ;  from  chrysoberyl  by  its  form,  and  from  euclase  and  topaz  by 
its  imperfect  cleavage ;  never  massive. 

Ob  a. — Emeralds  occur  in  clay  slate,  in  isolated  crystals  or  in  n*»sts  (not  in  veins),  near  Muso, 
etc.,  in  N.  Granada;  in  Siberia.  Transparent  beryls  (aquamarine*)  are  found  in  Siberia, 
Hindostan,  and  Brazil.  Beautiful  crystals  also  occur  at  Elba ;  Ehrenfriedersdorf ;  Schlacken- 
wald ;  at  St.  Michael's  Mount  in  Cornwall ;  Limoges  in  France ;  in  Sweden  ;  Fossum  in  Nor- 
way ;  and  elsewhere. 

Beryls  of  gigantic  dimensions  have  been  found  in  the  United  States,  in  N.  Hamp.,  at 
Acworth  and  Grafton,  and  in  Maes.,  at  Royalston ;  but  they  are  mostly  poor  in  quality.  A 
crystal  from  Grafton,  according  to  Prof.  Hubbard,  measures  45  in.  by  24  in  its  diameter,  and 
a  single  foot  in  length  by  calculation  weighs  1,070  lbs.,  making  it  in  all  nearly  s2\  tons. 
Other  localities  are  in  Mass. ,  at  Bar  re ;  at  Goshen ;  at  Chesterfield.  In  Conn, ,  at  Haddam ; 
Middletown ;  at  Madison.     In  Penn. ,  at  Leiperville  and  Chester  ;  at  Mineral  Hill. 

El'DIalyte. — RhombohedraL  Color  rose-red.  Exact  composition  uncertain.  Analysis, 
Damour,  SiO,  5038,  ZrOa  15-60,  Ta.O«  0*85,  FeO  6  37,  MnO  1-61,  dO  923,  Na,0  13-10, 
CI  148,  HjO  1-25=99-37.  West  Greenland.  Eucolite  is  similar,  but  contains  also  some 
of  the  cerium  metals.    Norway. 

PoLLUCrtE.—  3R.AlSi<Oia+2aq  with  R  =  mo«*tly  Cs(Na.Li).  If  Na  :  Cs=l  :  2,  then 
SiO,  42  tf,  *103 18-2,  Cb,0  33  4,  NaaO  3 -7,  H,0  4-1=100.  Isometric.  Colorless.  Island  of 
Elba  with  castorite. 
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0.  Unisilicates.    General  Formula  KjSi04. 


Orthorhombic. 
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Chrysolite  Qrowp. 
CHRYSOLITE.    Olivine.    Peridot. 
/A/=94°  2';  6>Al-i=12S°  28';  c 
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b:d  =  1-2588 : 
1-0729:1.  6>A14  =  130°26£'.  •/-• 
A  z-2,  ov.  i-l,  =  130°  2'.  Cleavage : 
iA  rather  distinct.  Massive  and 
compact,  or  granular;  usually  in 
imbedded  grains. 

H.=6-7.  G.=3-33-3-5.  Lustre 
vitreous.  Color  green — commonly 
olive-green,  •  sometimes  yellow, 
brownish,  grayish- red,  grayit*h- 
green.  Streak  usually  nncolorcd, 
rarely  yellowish.  Transparent- 
translucent.     Fracture  conchoidal. 


Comp.,  Var.— (Mg,Fe),Si04,  with  traces  at  times  of  Mn,  Ca,  Ni.  The  amount  of  iron 
varies  much.  If  Mg  :  Fe=12  :  1,  the  formula  requires  Silica  41*39,.  magnesia  50*90,  iron 
protoxide  7*71=100 ;  Mg  :  Fe=9  :  1,  6  :  1,  etc.,  and  in  hyalosiderite  2  :  1. 

Pyr.,  etc. — B.B.  whitens,  but  is  infusible  ;  with  the  fluxes  gives  reactions  for  iron,  Hya- 
losiderite and  other  varieties  rich  in  iron  fuse  to  a  black  magnetic  globule.  Some  varieties 
give  reactions  for  titanium  and  manganese.  Decomposed  by  hydrochloric  acid  with  separa- 
tion of  gelatinous  silica. 

Diflf. — Distinguished  by  its  infusibility.  Commonly  observed  in  small  yellow  imbedded  grains. 

Obs. — A  common  constituent  of  some  eruptive  rocks  ;  and  also  occurring  in  or  among  mcta- 
morphic  rocks,  with  talcose  schist,  hypersthene  rocks,  and  serpentine ;  or  as  a  rock  formation ; 
also  a  constituent  of  many  meteorites  {e.g. ,  the  Pallas  iron). 

Occurs  in  eruptive  rocks  at  Vesuvius,  Sicily,  Hecla,  Sandwich  Islands,  and  most  volcanic 
islands  or  regions ;  in  Auvergne ;  at  Unkel,  on  the  Rhine ;  at  the  Laacher  See ;  in  dolerite  or 
basalt  in  Canada.  Also  in  labradorite  rocks  in  the  White  Mountains,  N.  H.  (hyalotideriti)  ;  m 
Loudon  Co.,  Va. ;  in  Lancaster  Co.,  Pa.,  at  Wood's  Mine. 

The  following  are  members  of  the  ChrysdUte  Group  : 

Forsterite. — Mg*SiO<.  Like  chrysolite  in  physical  characters.  Vesuvius.  Bolton  ite, 
essentially  the  same.    Bolton,  Mass. 

Montickllite,  from  Mt.  S'imma,  and  Batraciute,  from  the  Tyrol,  are  (Ca,Mg).SiO«. 
with  Ca  :  Mg=l  :  1.  H.  =5-5*5.  G.  =3*03-3*25.  Monticellite  also  occurs  in  large  quantities 
(v.  Hath)  on  the  Pesmeda  Alp,  Tyrol,  altered  to  serpentine  and  faasaite. 

Fayalite. — FeaSi04.  G.  =4-4*  14.  Color  black.  In  volcanic  rocks  at  Fayal,  Azores  ; 
Mourne  Mts.,  Ireland. 

Hortonolite.— -(Fe,Mg)„Si04,  with  Fe  :  Mg=3  :  2.     O'NeU  mine,  Orange  Co.,  N.  Y. 

Tefhroite* — Mn»Si04.    G.  =4-4*12.    Color  reddish-brown.    Sterling  Hill,  N.  J.;  Sweden. 

Roepperite. — An  iron-manganese-zino  chrysolite.  H.  =5*5-6.  G.  =3*95-4*08.  Color 
dark-green  to  black.     Stirling  Hill,  N.  J. 

Knebelite. — (Fe,Mn)3Si04,  with  Fe  :  Mn=l  :  1.     G.=4*12.     Color  gray.     Dannemora. 


Leucophanite. — Composition  given  by  the  analysis  (Bamm.)  SiO«  47*03,  AlOi  l*03t  BeO 
10  70,  CaO  2337,  MgO  017,  Na  O  11  *26,  K,0  0*30,  F  6*57=100*43.  Orthorhombic.  G.  = 
2*97.     Color  greenish-yellow.     Occurs  in  syenite  on  the  island  of  Lamoe,  Norway. 

Melipuanite  (Melinophan).— Composition  given  by  the  analysis  (Bamm.)  SiO«  48*66, 
A10,(FeO,)  1*57,  BeO  1174,  CaO  20*74,  MgO  011,  Na.O  8  55,  K.O  1*40,  H,0  0*30,  F  5-73 
=99*80.     G.  =3*018.     Orthorhombic.     Color  yellow.     Fredriksvarn,  Norway. 

WOiilerite. — Composition  given  by  the  analysis  (Bamm.)  SiO« 28*43,  CbsO»*14* 41,  ZrO, 
19*63,  CaO  2618,  FeO(MnO;  250,  NaaO  7*78=98*93.  Monoclinic.  G.  =341.  Color  light- 
yellow.     Near  Brevig,  Norway. 
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Wittemite    Group. 


WITJiTIWIITU. 

Ehombohedral.  i?  A  i?  =  116°  1',  OaE  =  142°  17' ;  6  =  0-67378.  Cleav- 
age: i-2  easy  in  N.Jersey  crystals;  O  easy  in  those  of  Moresnet  Also 
massive  and  in  disseminated  grains.   Sometimes  fibrous. 

H.=5-5.  G.=3-89-418 ;  4-27,  transparent  crystals 
(Cornwall).  Lustre  vitreo-resinous,  rather  weak.  Color 
whitish  or  greenish-yellow,  when  purest ;  apple-green, 
flesh-red,  grayish-wnite,  yellowish-brown;  often  dark- 
brown  when  impure.  Streak  uncolored.  Transparent 
to  opaque.  Brittle.  Fracture  conchoidal.  iJouble 
refraction  strong ;  axis  positive. 

Vmv— The  crystals  of  Moresnet  and  New  Jersey  differ  in  occurring 
forms.  The  latter  are  often  quite  large,  and  pass  under  the  name  of 
troottiU;  they  are  commonly  impure  from  the  presence  of  man- 
ganese and  iron. 

Comp.— Zn,SiO«=Silica  27*1,  sine  oxide  72*0=100. 

Pyr.,  etc. — B.B.  in  the  forceps  glows  and  fuses  with  difficulty  to 
a  white  enamel ;  the  varieties  from  New  Jersey  fuse  from  8*5  to  4. 
The  powdered  mineral  on  charcoal  in  B.F.  gives  a  coating  yellow 

while  hot  and  white  on  cooling,  which,  moistened  with  solution  of  cobalt,  and  treated  in  0. 
F.,  is  colored  bright  green.  With  soda  the  coating  is  more  readily  obtained.  Decomposed 
by  hydrochloric  acid  with  separation  of  gelatinous  silica. 

Obs. — From  Vieille-Montagne  near  Moresnet ;  also  at  Stolberg ;  at  Raibel  in  Carinthia ; 
at  Kucsaina  in  Servia,  and  in  Greenland.  In  New  Jersey,  at  both  Franklin  and  Stirling  in 
such  quantity  as  to  constitute  an  important  ore  of  zinc.  It  occurs  intimately  mixed  with 
zincite  and  f ranklinite,  and  is  found  massive  of  a  great  variety  of  colors,  from  pale  honey- 
yellow  and  light  green  to  dark  ash-gray  and  flesh-red ;  sometimes  in  crystals  (troostiU). 


DIOPTA8U.    Emerald-Copper. 

t  Ehombohedral;   tetartohedral.     BaJR=126°  24';  OaJS=U8°  38'; 

c  =  05281.     Cleavage :  R  perfect.    Twins :  twinning- 

plane  li.     Also  massive.  686 

H.=5.  G.=3-278-3-348.  Lustre  vitreous.  Color 
emerald-green.  Streak  green.  Transparent — subtrans- 
lucent.  Fracture  conchoidal,  uneven.  Brittle.  Double 
refraction  strong,  positive. 

Oomp.— Q.  ratio  for  Cu  :  Si  :  H=l :  2  :  1 ;  formula  H9CuSi04 
(Ramm.)= Silica  88'1,  copper  oxide  50*4,  water  11-5=100. 

Pyr.f  etc. — In  the  closed  tube  blackens  and  yields  water.  B.B. 
decrepitates,  colors  the  flame  emerald-green,  but  is  infusible.  With 
the  fluxes  gives  the  reactions  for  copper.  With  soda  on  charcoal  a 
globule  of  metallic  copper.    Decomposed  by  acids  with  gelatinization. 

Obs. — Dioptase  .occurs  disposed  in  well-defined  crystals  and  amor- 
phous on  quartz,  occupying  seams  in  a  compact  limestone  west  of  the 
hill  of  Altyn-Tubeh  in  the  Eirghese  Steppes ;  also  in  the  Siberian 
gold-washings. .  Also  reported  as  found  in  the  Duchy  of  Nassau,  be- 
tween Oberlahnstein  and  Braubach. 

Phenacite. — BesSiO<.   Ehombohedral.   Colorless.    Resembles  quartz. 
Durango,  Mexico. 


Takovaja ;  Miask ; 
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Friedelite.— Rhombohedral.  0 A 22=147°;  2?A.B=1230  42'.  Cleavage:  O  easy. 
H.=4.75.  G.=3.07.  Also  massive,  saccharoidal.  Color  rose-red.  Translucent.  Double 
refraction  strong,  axis  negative.  Analysis,  SiOa  86.12,  MnO  (FeO  tr)  53  05,  MgO,  CaO  2-96, 
H90  7  '87 =100.  This  corresponds  to  the  formula  Mn4Si,O10+2HaO.  If  the  water  is  basic, 
as  in  dioptase,  with  which  it  Beems  to  be  related  in  form,  the  formula  is  H4Mn4Si,0,,= 
RjSiO*.  This  requires  Si09  8600,  MnO  56*80,  HaO  720=100.  Occurs  with  diallogite  and 
alabandite  at  the  manganese  mine  of  Adervielle,  Hautes-Pyrene'es.  (Bertrand,  C.  B.,  May, 
1876.) 


HBIiVTTB. 

Isometric :  tetrahedral.     Cleavage :  octahedral,  in  traces. 

H.= 6-0*5.  G.=3*l-3'3.  Lustre  vitreous,  inclining  to  resinous.  Color 
honey-yellow,  inclining  to  yellowish-brown,  and  siskin-green.  Streak  un- 
colored.     Subtrauslucent.     Fracture  uneven. 

Oomp.— Q.  ratio  for  R  :  Si=l  :  2 ;  for  Mn-f  Fe  :  Be=l  :  1 ;  formula  8(Be.Mn,Fe),Si0«- 
(Mn.Fe)S  (Ramm.).  Analysis  by  Teich,  Lupikko,  Finland,  SiOa  80*31,  BeO  10*51,  MnO 
37  87,  FeO  1087,  CaO  4-72,  ign  0*82=99-05. 

Pyr.,  etc. — Fuses  at  3  in  R.F.  with  intumescence  to  a  yellowish-brown  opaque  bead,  becom- 
ing darker  in  R.F.  With  the  fluxes  gives  the  manganese  reaction.  Decomposed  by  hydro- 
ehloric  acid,  with  evolution  of  sulphuretted  hydrogen,  and  separation  of  gelatinous  silica. 

Obs. — Occurs  in  gneiss  at  Schwarzenberg  in  Saxony ;  at  Breitenbrunn,  Saxony ;  at  Horte- 
kulle  near  Modum,  and  also  at  Brevig  in  Norway,  in  ziroon-syenite. 

DANAUTB. 

Isometric.  In  octahedrons,  with  planes  of  the  dodecahedron ;  the  dode- 
cahedral  faces  striated  parallel  to  the  longer  diagonal. 

H. = 5 -5-6.  G. =3*427.  Lustre  vi treo-resinous.  Color  flesh-red  to  gray. 
Streak  similar,  but  lighter.  Translucent.  Fracture  subconchoidal,  uneven. 
Brittle. 

Oomp.— 3(Be,Fe,Mn,Zn)9Si0«+(Fe,Mn,Zn)S.  Analysis  :  J.  P.  Cooke,  Rockport,  8i0. 
31-73,  FeO  27*40,  MnO  628,  ZnO  1751,  BeO  1383,  S  548=102-23.  By  subtracting  from 
the  analysis  oxygen  2 -74,  equivalent  to  the  sulphur,  the  sum  is  99*49. 

Pyr.,  etc. — B.  B.  fuses  readily  on  the  edges  to  a  black  enamel.  With  soda  on  charcoal  give* 
a  slight  coating  of  zinc  oxide.  Perfectly  decomposed  by  hydrochloric  acid,  with  evolution  of 
sulphuretted  hydrogen  and  separation  of  gelatinous  silica. 

Obs. — Occurs  in  the  Rockport  granite,  Cape  Ann,  Mass.,  small  grains  being  disseminated 
through  this  rock ;  also  near  Gloucester,  Mass.  • 

Eulytite  (Kieselwisaiuth,  Germ.). — Isometric,  tetrahedral;  in  minute  crystals  often 
aggregated  together.  H.  =4*5-5.  G.  =6*106.  Color  grayish- white  to  brown.  Comp.  A  uni- 
sUicate  of  bismuth,  Bi4Si80ij.  Schneeberg.  AgricoUte.  Composition  similar,  but  form 
monoclinic.  Occurs  in  globular  masses  having  a  radiated  structure,  and  in  indistinct  groups 
of  crystals.     Schneeberg  (color  hair-brown)  and  Johanngeorgenstadt  (color  wine -yellow). 

Bismutoperrite.— Cryptocrystalline;  generally  massive.  H.-=8*5.  G.=4*47.  Color 
olive-green.  Analysis  (Frenzel)  SiO„  24*05,  FeO,  83*12,  BiaO,  4283=100.  Schneeberg. 
Ilypocldorite  is  hornstone  mixed  with  the  above  mineral  and  other  impurities. 


Garnet    (rroup. 
OARNBT.    Granat,  Qerm. 


Isometric;   dodecahedron,  f.  537,  and  the    trapezohedron  2-2,   f.   538, 
the  most  common  forms;  octahedral  form   very  rare.     Distorted  forms 
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6hown  in  f.  345-352,  pp.  105, 106.  Cleavage:  dodecahedral,  sometimes  quite 
distinct.  Twins:  twinning-plane  octahedral.  Also  massive;  granular, 
coarse,  or  fine,  and  sometimes  friable ;  lamellar,  lamellae  thick  and  bent. 
Also  very  compact,  crypto-crystalline  like  saussurite. 


539 


538 


H.=6'5-7'5.  G.=3'15-4'3.  Lustre  vitreous — resinous.  Color  red, 
brown,  yellow,  white,  apple-green?. black;  some  red  and  green  colors  often 
bright.  Streak  white.  Transparent — subtranslucent.  Fracture  subcon- 
choidal,  uneven.  Brittle,  and  sometimes  friable  when  granular  massive ; 
very  tough  when  compact  cryptocrystalline.  Sometimes  doubly  refracting 
in  consequence  of  lamellar  structure,  or  in  some  cases  from  alteration. 

Comp.,  Var. — Garnet  is  a  unisilicate  of  elements  in  the  sesquioxide  and  protoxide  states, 
having  the  general  formula  RstiSi3Oia.  There  are  three  prominent  groups,  based  on  the 
nature  of  the  predominating  sesquioxide. 

I.  Alumina  garnet,  in  which  aluminum  (Al)  predominates. 

II.  Ikon  garnet,  in  which  iron  (Fe)  predominates,  usually  with  some  aluminum. 

III.  Chrome  garnet  in  which  chromium  (fr)  is  most  prominent. 

There  are  the  following  varieties  or  subspeoies,  based  on  the  predominance  of  one  or  another 
of  the  protoxides : 

A.  Grossularite,  or  Lime- Alumina  garnet.  B.  Pyrope,  or  Magnesia- Alumina  garnet 
C.  Alxa*7Dite,  or  Iron- Alumina  garnet.  D.  Spessartite,  or  Manganese- Alumina  garnet. 
E.  Andradite,  or  Lime-Iron  garnet,  including  1,  ordinary;  2,  manganesian,  or  RoVioJJV.e  : 
3,  yttriferous,  or  Ttter-garneU  F.  Bredijergitk,  or  Lime- Magnesia-Iron  garnet.  G. 
0  l* v  a  ro v it E,  or  Lime-  Chrome  garn et.  Excepting  the  last,  these,  subdivisions  blend  with  one 
another  more  or  less  completely. 

A.  Lime- Alumina  garnet ;  Grossularite.  Cinnamon  stone.  A  silicate  mainly  of  aluminum 
and  calcium  ;  formula  mostly  Ca3rVlSi30ia  =  Silica  40*0,  alumina  22*8,  lime  37-2=100.  But 
some  calcium  often  replaced  by  iron,  and  thus  graduating  toward  the  Almandite  group.  Color 
(a)  white;  (b)  pale  green;  (c)  amber-  and  honey-yellow;  (d)  wine-yellow,  brownish-yellow, 
cinnamon- brown :  rarely  (e)  emerald-green  from  the  presnnce  of  chromium.     G.  =3'4r-3'7o. 

B.  Mo gnesia- Alumina  garnet ;  Pyrope.  A  silicate  of  aluminum,  with  various  protoxide 
bases,  among  which  magnesium  predominates  much  in  atomic  proportions,  while  in  small  pro- 
portion in  other  garnets,  or  absent.  Formula  (Mg,Ca,Fe,Mn)8;YlSi30i8.  The  original  pyrope 
is  the  kind  containing  chromium.  In  the  analysis  of  the  Arendal  magnesia-garnet,  Mg  :  Ca  : 
Fe+Mn=8  :  1  :  2;  SiO,  43-45,  A10a  22'47,  FeO  9  29,  MnO  627,  MgO  1343,  CaO  653= 
100*44  Wacht.    G.  =3*157.     The  name  pyrope  is  from  ttvju-6:,  fire-like. 

C.  Iron- Alumina  garnet;  Almandite.  A  silicate  mainly  of  aluminum  and  iron  (Fe); 
formula  FeiAlSi30i8= Silica  36*1,  alumina  20  6,  iron  protoxide  43*3=100;  or  Mn  may  re- 
place some  of  the  Fe,  and  Fe  part  of  the  £1.  Color  fine  deep-red  and  transparent,  and  then 
c  died  precious  garnet ;  also  brownish-red  and  translucent  or  subtranslucent,  common  garnet; 
back,  and  then  referred  to  var.  melanite.  Part  of  common  garnet  belongs  to  the  Andradite 
group,  or  is  iron  garnet. 
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D.  Manganese-Alumina  garnet;  Spebsabtite.  Color  dork  hyacinth-red  (fr.  Speeaart), 
Bometime8  with  a  shade  of  violet,  to  brownish-red.  G.  =3*7-4*4.  Analysis,  Haddam,  Ct, 
SiO,  36  16,  AlO,  19*76,  FeO  11  10,  MnO  32  18,  MgO  022,  CaO  0*58=100,  Ramm.. 

E.  Lime- Iran  garnet ;  Andradite.  Aplome.  Color  various,  including  wine-,  £opas-, 
and  greenish-yellow  (topazolite),  apple-green,  brownish -red,  brownish-yellow,  grayish-green, 
dark  green,  brown,  grayish-black,  black.    G.  =3.64-4. 

Comp.—  CaaFeSi»Ou,  this  includes :  (a)  Topazolite,  having  the  color  and  transparency  of 
topaz,  and  also  sometimes  green ;  although  resembling  essonite,  Damonr  has  shown  that  it 
belongs  here,  (b)  Cohphonite,  a  coarse  granular  kind,  brownish-yellow  to  dark  reddish- 
brown  in  color,  resinous  in  lustre,  and  usually  with  iridescent  hues ;  named  after  the  resin 
colophony,  (c)  Melanite  (named  from  /*l>af,  black)  y  black,  either  dull  or  lustrous;  but  all 
black  garnet  is  not  here  included.  Pyreneite  is  grayish-black  melanite ;  the  original  afforded 
Vauquelin  4  p.  c.  of  water,  and  was  iridescent,  indicating  incipient  alteration,  (d)  Dark  green 
garnet,  not  distinguishable  from  some  allochroite,  except  by  chemical  means. 

F.  Lime-Magnesia  Iron  garnet ;  Bhedberoite.  A  variety  from  Sala,  Sweden,  is  here 
included.  Formula  (Ca,Mg)8FeSi*Oia=Silica  372,  iron  sesquioxide  33*1,  magnesia  12*4, 
lime  17-3=100.     It  corresponds  under  Iron  garnet  nearly  to  aplome  under  Alumina  garnet. 

G.  Lime-  Chrome  garnet ;  Ouvarovite.  A  silicate  of  calcium  and  chromium.  Formula 
Caj6rSi3013.  In  the  Ural  variety,  a  fourth  of  the  chromium  oxide  is  replaced  by  aluminum 
oxide;  that  is,  M  :  6r=l  :  8  nearly.  Color  emerald-green.  H.=7*5.  G.  =3 '41-3 '52.  B.B. 
infusible;  with  borax  a  clear  chrome-green  glass.     Named  after  the  Russian  minister,  Uvarof. 

Pyr.,  eto.—  Most  varieties  fuse  easily  to  a  light-brown  or  black  glass ;  F.  =3  in  almandite, 
spessartite.  grossularite,  and  allochroite  ;  3  5  in  pyrope;  but  ouvarovite  is  almost  infusible. 
F.=6.  Allochroite  and  almandite  fuse  to  a  magnetic  globule.  Reactions  with  the  fluxed 
vary  with  the  bases.  Almost  all  kinds  react  for  iron  ;  strong  manganese  reaction  in  spessar- 
tite, and  less  marked  in  other  varieties ;  a  chromium  reaction  in  ouvarovite,  and  in  most  py- 
rope. Some  varieties  are  partially  decomposed  by  adds ;  all  except  ouvarovite  are  decomposed 
after  ignition  by  hydrochloric  acid,  and  generally  with  separation  of  gelatinous  silica.  Decom- 
posed on  fusion  with  alkaline  carbonates. 

Di& — Ordinary  garnets  are  distinguished  from  zircon  by  their  fusibility  B  B.,  but  they  fuse 
less  readily  than  vesuvianite  ;  the  vitreous  lustre,  absence  of  prismatic  structure,  and  usually 
the  form,  are  characteristic;  it  has  a  higher  specific  gravity  than  tourmaline. 

Oba, — Garnet  crystals  are  very  common  in  mica  schist,  gniiss,  syenitic  gneiss,  and  horn- 
blende and  chlorite  schist ;  they  occur  often,  also,  in  granite,  syenite,  crystalline  limestones, 
sometimes  in  serpentine,  and  occasionally  in  trap  and  volcanic  tufa  and  lava. 

Some  localities  are:  Cinnamon-stone  (E*sonite),  Ceylon;  Mussa-Alp  in  Piedmont. 
Grossularite,  Siberia;  Tellemark,  Norway;  Ural.  Almandite,  Ceylon,  Pegu,  Brazil,  and 
Greenland.  Common  garnet  in  large  dodecahedrons,  Sweden  •  Arendal  and  Kongsberg  in 
Norway,  and  the  Zillerthal.  Melanite  at  Vesuvius  and  in  the  Hautes- Pyrenees  (Pyreneitt). 
Aplome  at  Sohwarzenberg  in  Saxony.  Spessartite  at  Spessart  in  Bavaria,  Elba,  at  St.  Marcel, 
Piedmont.     Pyrope  in  Bohemia,  also  at  Zoblitz  in  Saxony.     Ouvarovite  in  the  Urals. 

In  N.  America  in  Maine,  Phippsburg,  Rumford,  Windham,  at  Brunswick,  etc.  In  N.  Himp., 
Warren.  In  Mass.,  at  Carlisle;  massive  at  Newbury  ;  at  Chesterfield.  In  Conn.,  trapezo- 
hedrons,  f -1  in. ,  in  mica  slate,  at  Reading  and  Monroe  ;  Haddam.  In  -Y.  York,  at  Roger's 
Rock;  Crown  Point,  Essex  Co.;  at  Amity.  In  JV.  Jerney,  at  Franklin.  In  Penn.,  i£  Chester 
Co.,  at  Penn8bury ;  near  Knauertown,  at  Reims'  mine;  at  Chester,  brown;  in  Leiperville, 
red;  near  Wilmington.  In  California,  in  Los  Angeles  Co.,  in  Mt.  Meadows;  ouvarovite  at 
New  Idria ;  pyrope,  near  Santa  Fc,  New  Mexico.  In  Canada,  at  Marmora,  at  Grenville ; 
chrome -garnet  in  Orford,  Canada. 

The  cinnamon-stone  from  Ceylon  (called  hyacinth)  and  the  precious  garnet  are  used  as  gems 
when  large,  finely  colored,  and  transparent.  The  stone  is  cut  quite  thin,  on  account  of  the 
depth  of  color,  with  a  pavilion  cut  below,  and  a  broad  table  above  bordered  with  small  facets. 
An  octagonal  garnet  measuring  8±  lines  by  6T  has  sold  for  near  $700.  Pulverized  garnet  is 
sometimes  employed  as  a  substitute  for  emery. 


Vesuvianite  Group. 
ZIRCON. 


Tetragonal.  <9  A  1^  =  147°  22';  6  =  0-640373,  Haidinger.  IM  = 
132°  10.  Faces  of  pyramids  sometimes  convex.  Cleavage:  /imperfect, 
1  less  distinct.     Also  in  irregular  forms  and  grains. 
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H.=7#5.  G.  =4-05-4-75.  Lustre  adamantine.  Colorless,  pale  yellow- 
ish, grayish,  yellowish-green,  brownish-yellow,  reddish-brown.  Streak  un- 
eolored.  Transparent  to  subtranslucent  and  opaque.  Fracture  conchoidal, 
brilliant.    Double  refraction  strong,  positive. 


541 


642 


546 


646 


ii    i  ii 


Saualpe. 


McDoweU  Co.,  N.  G. 


Var. — The  colorless  and  yellowish  or  smoky  zircons  of  Ceylon  have  there  been  long  called 
jargons  in  jewelry,  in  allusion  to  the  fact  that,  while  resembling  the  diamond  in  lustre,  they 
were  comparatively  worthless ;  and  thence  came  the  name  zircon.  The  brownish,  orange,  and 
reddish  kinds  were  called  distinctively  hyacinths — a  name  applied  also  in  jewelry  to  some  topaz 
and  light-colored  garnet. 

Oomp. — ZrSi04= Silica  38,  zirconia  67=100.  Klaproth  discovered  the  earth  zirconia  in 
this  species  in  1789. 

Pyr.,  etc. — Infusible ;  the  colorless  varieties  are  unaltered,  the  red  become  colorless,  whUe 
dark-colored  varieties  are  made  white  ;  some  varieties  glow  and  increase  in  density  by  igni- 
tion. Not  perceptibly  acted  upon  by  salt  of  phosphorus.  In  powder  is  decomposed  when 
fused  with  soda  on  the  platinum  wire,  and  if  the  product  is  dissolved  in  dilute  hydrochloric 
acid  it  gives  the  orange  color  characteristic  of  zirconia  when  tested  with  turmeric  paper.  Not 
acted  upon  by  acids  except  in  fine  powder  with  concentrated  sulphuric  acid.  Decomposed 
by  fusion  with  alkaline  carbonates  and  bisulphates. 

Dill— Distinguished  by  its  adamantine  lustre,  hardness,  and  infusibility ;  the  occurrence  of 
square  prismatic  forms  is  also  characteristic. 

Obs.— Occurs  in  crystalline  rocks,  especially  granular  limestone,  chloritic  and  other  schists  ; 
gneiss,  syenite ;  also  in  granite ;  sometimes  in  iron-ore  beds. 

Found  in  alluvial  sands  in  Ceylon ;  in  the  gold  regions  of  the  Ural ;  at  Arendal  in  Norway  ; 
at  Fredericksvarn,  in  zircon-syenite ;  in  Transylvania ;  at  Bilin  in  Bohemia. 

In  N.  America,  in  N.  York,  at  Moriah,  Essex  Co.,  and  in  Orange  Co.;  in  Warwick ;  near 
Amity ;  at  Diana  in  Lewis  Co.;  also  at  Rossie.  In  N.  Jersey,  at  Franklin;  at  Trenton  in 
gneiss.  In  N.  Car.,  in  Buncombe  Co.:  in  the  sands  of  the  gold  washings  of  McDowell  Co. 
In  California,,  in  the  auriferous  gravel  of  the  north  fork  of  the  American  river,  and  else- 
where.    In  Canada,  at  Grenville,  etc. 


VESUVIANTTE.    Idocrase. 

Tetragonal.  O  A  1-i  =  151°  45' ;  c  =  0-537109  (v.  Kokscharof).  O  A 1 
=  142°  46i'  1 A 1,  ov.  1-i,  =  129°  21'.  Cleavage:  /  not  very  distinct,  O 
still  less  6o.  Columnar  structure  rare,  straight  and  divergent,  or  irregular. 
Sometimes  granular  massive.  Prisms  usually  terminating  in  the  basal  plane 
O;  rarely  in  a  pyramid  or  zirconoid;  sometimes  the  prism  nearly  wanting, 
and  the  form  short  pyramidal  with  truncated  summit  and  edges. 
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G.=3-349-345.     Lustre 


vitreous ;  often  inclining  to  re- 
inous.  Color  brown  to  green, 
and  the  latter  frequently  bright 
and  clear;  occasionally  sulphur- 
yellow,  and  also  pale  blue ;  some- 
times green  along  the  axis, 
and  pistachio-green  transversely. 
Strealc  white.  Subtransnarent — 
faintly  subtranslucent.  Fracture 
subconchoidal — uneven.  Double 
refraction  feeble,  axis  negative. 

Comp.,  Var, — Q.  ratio  for  R  :  ft  :  Si= 
4:3:7  (according  to  the  latest  investi- 
gations of  Rammelsberg).  R=Ca  (also 
Mg,  Fe,  or  Ha,Ka,Naa);  ft = Aland  also  Fe. 
If  we  neglect  the  water  the  empirical  for- 
mula is  RgRttSiiOse,  where  the  quantivalent  ratio  of  bases  to  silicon  is  1  :  1.  The  ratio  of 
R  :  ft  varies  much,  which,  as  stated  by  Rammelsberg,  is  the  explanation  of  the  different 
varieties.    Analyses  by  Rammelsberg.     (1)  Monzoni  ;  (2)  Wilui,  Siberia. 


Yt^ 


Sandford,  Me. 


SiO* 

AlO, 

FeO, 

FeO 

MgO 

CaO 

Na,0(K«,0) 

H20 

(1) 

37-82 

16  08 

8-75 

2-f)l 

2-11 

35  34 

0  16 

2-08=  90-75 

(2) 

38-40 

1372 

5  54 



6-88 

3504 

066 

0.82=101-06. 

Pyr.,  etc. — B.B.  fuses  at  3  with  intumescence  to  a  greenish  or  brownish  glass.  Magnus 
states  that  the  density  after  fusion  is  2*93-2  945.  With  the  fluxes  gives  reactions  for  iron, 
and  a  variety  from  St.  Marcel  gives  a  strong  manganese  reaction.  Cyprine  gives  a  reaction  for 
copper  with  salt  of  phosphorus.  Partially  decomposed  by  hydrochloric  acid,  and  completely 
when  the  mineral  has  been  previously  ignited. 

Diflf. — Resembles  some  brown  varieties  of  garnet,  tourmaline,  and  epidote,  but  its  tetragonal 
form  and  easy  fusibility  distinguish  it. 

Obs. — Vesuvianite  was  first  found  among  the  ancient  ejections  of  Vesuvius  and  the  dolo- 
mitic  blocks  of  Somma.  It  has  since  been  met  with  most  abundantly  in  granular  limestone ; 
also  in  serpentine,  chlorite  schist,  gneiss,  and  related  rocks.  It  is  often  associated  with  lime- 
garnet  and  pyroxene.     It  has  been  observed  imbedded  in  opal. 

Occurs  at  Vesuvius  ;  at  Ala,  in  Piedmont ;  at  Monzoni  in  the  Fassathal ;  near  Christiansand, 
Norway ;  on  the  Wilui  river,  near  L.  Baikal ;  in  the  Urals,  and  elsewhere. 

In  N.  America,  in  Maine,  at  Phippsburg  and  Rum  ford,  abundant;  Sandford  (f.  551).  In 
N.   Yark,  at  Amity.     In  N.  Jersey,  at  Newton.     In  Canada,  at  Calumet  rails;  at  Granville. 

Melilite  from  Capo  di  Bove,  and  Humboldtimte  from  Mt.  Somma,  are  similar  in  com- 
position. Analysis  of  the  melilite  by  Damour.  SiO*  3834,  A103  861,  FeO,  1002,  CaO  3205, 
MgO  671,  NaaO  212,  KaO  1'51=99'36.     Tetragonal.    Color  honey-yellow. 


Epidote  Group. 

The  species  of  the  Epidote  Group  are  characterized  by  high  specific 
gravity,  above  3  ;  hardness  above  5  ;  fusibility  B.B.  below  4  ;  anisometric 
crystallization,  and  therefore  biaxial  polarization  ;  the  dominant  prismatic 
angle  112°  to  117°  ;  fibrous  forms,  when  they  occur,  always  brittle ;  colors 
white,  gray,  brown,  yellowish-green,  and  deep  green  to  black,  aud  some- 
times reddish. 

The  prismatic  angle  in  eoisite  and  other  orthorhombio  species  is  I A  I\  but  in  epidote  it  is 
the  angle  over  a  horizontal  edge  between  the  planes  0  and  i-i,  the  orthodiagonal  of  epidote 
corresponding  to  the  vertical  axis  of  zoisite,  as  explained  under  the  latter  species. 
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BFIDOTH    Pistazite. 

Monoclinic.  C  =  89°  27' ;  £2  A  «  =  63°  8',  0  A 14  =  122°  23' ;  c  :  5  :  <2 
=  048436  :  0-30719  : 1.  O  A  1-i  =  154°  3',  O  A  -1-i  =  154°  15',  %4  A  -1 
=  104°  48',  i-i  A 1  =  104°  15'.  Crystals  usually  lengthened  in  the  direc- 
tion of  the  orthodiagonal,  or  parallel  to  i-i;  sometimes  long  acicular. 
Cleavage:  i-i  perfect;  14  less  so.  Twins:  twinning-plane  1-a;  also  i-i. 
Also  fibrous,  divergent,  or  parallel ;  also  granular,  particles  of  various  sizes, 
sometimes  fine  granular,  and  forming  rock-masses. 

552 


H.=6-7.     G.=3,25-3,5.     Lustre  vitreous,  on  i-i  inclining  to  pearly  or 


resinous. 


Color  pistachio-green  or  yellowish-green  to  brownish-green, 
greenish-black,  ana  black  ;  sometimes  clear  red  and  yellow  ;  also  gray  and 
grayish-white.  Pleochroism  often  distinct,  the  crystals  being  usually  least 
yellow  in  a  direction  through  14  (see  p.  162).  Streak  uncolored,  grayish. 
Subtrausparent — opaque;  generally  subtranslucent.  Fracture  uneven. 
Brittle. 


Var. — Epidote  has  ordinarily  a  peculiar  yellowish-green  (pistachio)  color,  seldom  found  in 
other  minerals.  Bnt  this  color  passes  into  dark  and  light  shades — black  on  one  Bide,  and 
brown  on  the  other.  Most  of  the  brown  and  nearly  all  the  gray  epidote  belongs  to  the  species 
Zoisite;  and  the  reddish- brown  or  reddish-black,  containing  much  oxide  of  manganese,  to 
the  species  Piedmontite,  or  Manganepidot ;  while  the  black  is  mainly  of  the  species  AUanite* 
or  Ceriuin-epidote. 

Comp. — Quantivalent  ratio  for  Ca  :  ft  :  Si=4  :  9  :  12,  and  H  :  Ca=l  :  4.  The  formula  is 
then  H3Ca4ttaSifl02o-  ft  is  Fe  or  Al,  the  ratio  varying  from  1  :  2  to  1  :  6.  Analysis,  Unter- 
sulzbach,  Tyrol,  by  Ludwig :  SiO,  37  8:5,  AlO,  2263,  FeO,  1502,  FeO  093,  CaO  2327,  H,0 
2  05 =100 '73.  As  first  shown  by  Ludwig,  epidote  contains  about  2  p.  c  water,  which  is 
given  off  only  at  high  temperatures. 

Pyr.,  etc — In  the  closed  tube  gives  water  at  a  high  temperature.     B.B.  fuses  with  intumes- 
cence at  3-3  '5  to  a  dark  brown  or  black  mass  which  is  genernally  magnetic.     Reacts  for  iron 
and  sometimes  for  manganese  with  the  fluxes.    Partially  decomposed  by  hydrochloric  acid 
but  when  previously  ignited,  gelatinizes  with  acid.     Decomposed  on  fusion  with  alkaline  car- 
bonates. 

Diff.— Distinguished  often  by  its  peculiar  yellowish  -green  color ;  yields  a  magnetic  globule, 
B.B.  Prismatic  forms  often  longitudinally  striated,  but  they  have  not  the  angle,  cleavage, 
or  brittleness  of  tremolite. 

Ods. — Epidote  is  common  in  many  crystalline  rocks,  as  syenite,  gneiss,  mica  schist,  horn 
bleudio  schist,  serpentine,  and  especially  those  that  contain  the  ferriferous  mineral  horn 
blende.  It  often  accompanies  beds  of  magnetite  or  hematite  in  such  rocks.  It  is  sometimes 
found  in  geodes  in  trap ;  and  also  in  sandstone  adjoining  trap  dikes,  where  it  has  been 
formad  by  metamorphism  through  the  heat  of  the  trap  at  the  time  of  its  ejection.  It  also 
occurs  at  times  in  nodules  in  different  quartz-rocks  or  altered  sandstones.  It  is  associated 
often  with  quartz,  pyroxene,  feldspar,  axinite,  chlorite,  etc.,  in  the  Piedmontese  Alps. 

Beautiful  crystallizations  come  from  Bourg  d'Oisans,  Ala,  and  TraverseUa,  in  Piedmont ; 
Zennatt  and  elsewhere  in  Switzerland ;  Monzoni  in  the  Fassathal ;  the  Untersulzbachthal  and 
Zillerthal  in  the  Tyrol. 

In  N.  America,  occurs  in  M<m.y  at  Chester ;  at  Athol ;  at  Rome.     In  Conn.,  at  Haddam. 
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In  N.  York,  at  Amity  ;  near  Monroe,  Orange  Co. ;  at  Warwick.  In  N.  Jersey,  at  Franklin. 
In  Penn.,  at  E.  Bradford.  In  Michigan,  in  the  Lake  Superior  region.  In  Canada,  at  St. 
Joseph. 

Pikdmontite  (Manganepidot,  Germ.). — A  manganese  epidote ;  formula,  HaCaift»Si.O,«, 
with  ft  principally  Mn  (also  Al,Fe).  Color  reddish-brown.  St.  Marcel,  Aosta  valley,  Pied- 
mont. 


AT1T1ANTTB. 


Monoclinic,  isomorphous  with  epidote.     C  =  89°  1' ;  O  A 14  =  1 22°  50±', 


555 


t-2  A  i-2  =  G3°  58' ;  c  :  b  :  a  = 
0-483755  :  0-312187  :  1.  Crystals 
either  short,  flat  tabular,  or  long 
and  slender,  sometimes  acicular. 
Twins  like  those  of  epidote.  Cleav- 
age: i-i  in  traces.  Also  massive, 
and  in  angular  or  rounded  grains. 

H. =5-5-6.     G.=30-4-2.  Lustre 
submetallic,  pitchy,  or   resinous — 
occasionally  vitreous.     Color  pitch- 
brown  to  black,  either  brownish,  greenish,  grayish,  or  yellowish.     Streak 
fray,  sometimes  slightly  greenish  or  brownish.     Subtranslucent — opaque, 
fracture  uneven  or  subconchoidal.    Brittle.     Double  refraction  either  dis- 
tinct, or  wanting. 

Var.— AUanite(Cerine).  In  tabular  crystals  or  plates.  Color  black  or  brownish -black. 
G.  =3  *50-3  '95;  found  among  specimens  from  East  Greenland,  brought  to  Scotland  by  C. 
Giesecke.  Bucklandite  is  anhydrous  allanite  in  small  black  crystals  from  a  mine  of  magnetite 
near  Arendal,  Norway.  Referred  here  by  v.  Bath  on  the  ground  of  the  angles  and  physical 
characters. 

OrthiU.  Including,  in  its  original  use,  the  slender  or  acicular  prismatic  crystals,  often  a 
foot  long,  containing  some  water.  But  these  graduate  into  massive  forms,  and  some  orthites 
are  anhydrous,  or  as  nearly  so  as  much  of  the  allanite.  The  name  is  from  6p06s,  straight. 
The  tendency  to  alteration  and  hydration  may  be  due  to  the  slenderness  of  the  crystals,  and 
the  consequent  great  exposure  to  the  action  of  moisture  and  the  atmosphere.  1L  =5-6. 
G.  =  2  '80-3-  75.     Lustre  vitreous  to  greasy. 

Oomp.— Not  altogether  certain,  as  analyses  vary  considerably,  some  showing  the  presence 
of  considerable  water.  According  to  Bammelsberg  the  Q.  ratio  for  bases  to  silicon =1  :  1 
(epidote— ljj  :  1).  Allanite  has  then  the  garnet  formula,  RiftSi.O,,,  where  R=Ce(  La, Di), 
Fe(Mn),  Ca(Mg),  and  occasionally  Y.Na^K-,,  etc.;  ft=Alor  Fe.  Analvsis,  allanite  (Bamm.i, 
Fredrikshanb,  Si03  3378,  AlO,  1403,  FeO,  636,  FeO  1363,  CeO  12-63,  LaO(DiO)  567,  CaO 
1212,  11.0  1-78=100. 

Pyr.,  etc. — Some  varieties  give  water  in  the  closed  tube.  B.B.  fuses  easily  and  swells  up 
(F.  =2*5)  to  a  dark,  blebby,  magnetic  glass.  With  the  fluxes  reacts  for  iron.  Most  varieties 
gelatinize  with  hydrochloric  acid,  but  if  previously  ignited  are  not  decomposed  by  acid. 

Obs  — Occurs  in  albitio  and  common  feldspathic  granite,  syenite,  zircon- syenite,  porphyry, 
white  limestone,  and  often  in  mines  of  magnetic  iron.  Allanite  occurs  in  Greenland;  at 
Criffd  in  Scotland  ;  at  Jotun  Fjeld  in  Norway;  at  Snarum,  near  Dresden ;  near  Schmiede- 
feld  in  the  Thuringerwald.  Cerine  occurs  at  Bastnas  in  Sweden.  Ortidte  occurs  at  Finbo 
and  Ytterby  in  Sweden ;  also  at  Krageroe,  etc.,  in  Norway  ;  at  Miask  in  the  Ural. 

In  Mush.,  at  the  Bolton  quarry.  In  Conn.,  at  Haddam  In  N.  York,  Moriah,  Essex  Co.; 
at  Monroe,  Orange  Co.  In  N.  Jersey \  at  Franklin.  In  Venn. ,  at  E.  Bradford  in  Chester  Co.; 
at  Easton.     Amherst  Co.,  Va.     In  Canada,  at  St.  Paul's,  C.  W. 

Ml'iiomontite  and  Bodenite  from  Marienberg,  Saxony;  and  Michaelbonite  from 
Brevig,  are  minerals  related  to  allanite. 

ZOISITB. 

Orthorhombic  I A  I  =  116°  40',  O  A 1-J  =  131°  If  ;  c  :  I :  &  =  1-1493 
:  1-62125  :  1.    Crystals  lengthened  in  the  direction  of  the  vertical  axis,  and 
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vertically  deeply  striated  or  furrowed.     Cleavage :  i-i  very  perfect.     Com- 
monly in  crystalline  masses  longitudinally  furrowed. 
Also  compact  massive. 

H.=6-6-5.  G.=3-ll-3-38.  Lustre  pearly  on  i-l; 
vitreous  on  surface  of  fracture.  Color  grayish-white, 
gray,  yellowish,  brown,  greenish-gray,  apple-green; 
also  peach-blossom-red  to  rose-red.  Streak  uncolored. 
Transparent  to  subtransluccnt.  Double  refraction 
feeble,  optic-axial  plane  i-l ;  bisectrix  positive,  normal 
to  i-i ;  DesCl. 

Var. — A.  Limr-Zoi8ITE.  1.  Ordinary.  Colors  gray  to  white 
and  brown.  2.  Rose-red,  or  ThuUte.  G.=8*124;  fragile;  dichro- 
ism  strong,  especially  in  the  direction  of  the  vertical  axis  ;  in  this 
direction  reddish,  transversely  colorless ;  from  Norway,  Piedmont 
&ut$surit6y  which  forms  with  smaragdite  the  euphotide  of  the  Alps, 
is  a  lime-soda  zoisite. 

Oomp. — A  lime-epidote,  with  little  or  no  iron,  and  thus  differing  from  epidote.  Q.  ratio 
as  in  epidote,  H  :  Ca=l  :  4,  and  Ca  :  II  :  Si=4  :  9  :  12,  whence  the  formula  H,Ca4ft3SieO,fl. 
Analysis,  Ramm.,  Goshen  (G.=3341)  SiO,  400C,AlO,  30  67,  FeO,  245,  CaO  2301,  MgO 
0  49,  HaO  2*25=99  83.  The  amount  of  iron  sesquioxide  varies  from  0  to  633  p.  o.  ;  if  much 
more  is  present,  amounting  to  a  sixth  atomically  of  the  protoxide  bases,  the  compound 
appears  to  take  the  monoclinic  form  of  epidote,  instead  of  the  orthorhombic  of  zoisite. 

Pyr.,  etc, — B.B.  swells  up  and  fuses  at  3-3*5  to  a  white  blebby  mass.  Not  decomposed  by 
acid ;  when  previously  ignited  gelatinizes  with  hydrochloric  acid. 

Oba — Occurs  at  Saualpe  in  Garinthia ;  Baireuth  in  the  Fichtelgebirge  ;  Sterzing,  Tyrol ; 
Lake  Geneva ;  Schwarzwald ;  Arendal,  etc.  In  the  United  States,  found  in  Vermont,  at 
Willsboro  and  Montpelier.  In  Mass.,  at  Goshen,  Chesterfield,  etc.  In  Penn.,  in  Chester  Co.; 
at  Unionville,  white  ( Unionite).     In  Tenn. ,  at  the  Ducktown  copper  mines. 

Jadeitr  is  one  of  the  kinds  of  pale  green  stones  us<  d  in  China  for  making  ornaments,  and 
passing  under  the  general  name  of  jade  or  nephrite.  Mr.  Pumpelly  remarks  that  the  feitmi 
is  perhaps  the  most  prized  of  all  stones  among  the  Chinese.  In  composition  mainly  a  silicate 
of  aluminum  and  sodium.     In  its  high  specific  gravity  like  zoisite. 

Gadolinitr. — Monoclinic  (DesCl.).  Color  greenish-black.  Contains  yttrium,  cerium,  and 
generally  beryllium ;  though  the  last  is  sometimes  absent,  through  alteration  (DesCl ). 
Sweden  ;  Greenland  ;  Norway. 

Mosandrite. — A  silicate  containing  titanium,  cerium,  and  calcium.     Brevig,  Norway. 


ILVATTB.    Lievrite.    Yenite. 


Orthorhombic.  lA  I  =112°  38',  OM-l  =  146°  24' ;  6  :  I 
1-5004  :  1.  O  A 1  =  141°  24',  O  A  %l  =  138°  29'.  Lateral 
faces  usually  striated  longitudinally.  Cleavage :  parallel 
to  the  longer  diagonal,  indistinct.  Also  columnar  or  com- 
pact massive. 

II.=5-5-6.  G.=3-7-4'2.  Lustre  submetallic.  Color 
iron-black,  or  dark  grayish-black.  Streak  black,  inclining 
Opaque.     Fracture  uneven.     Brittle. 


to  green  or  brown. 


&  =  0-66608 


a 


^^ 


ai 


Comp.— Q.  ratio,  for  R+ft  :  Si :  H=9  :  8  :  1,  and  for  bases,  including 
hydrogen,  to  silicon  5  :  4  (Stadeler>.  Sipocz  by  the  analysis  of  entirely 
unaltered  crystals  (G.  =4*037)  from  Elba  confirms  the  conclusions  of 
Stadeler  in  regard  to  the  presence  of  chemically  combined  water,  and 
adopts  the  same  formula,  viz.: — H2CaaFe4FeSi40i8.  This  requires: 
Silica  29*34,  iron  sesquioxide  19*56,  iron  protoxide  35  21,  lime  13*09, 
water  2*20=100 ;  manganese  protoxide  is  also  sometimes  present  in  small  quantities.  Bam 
melsberg  considered  the  water  as  due  to  alteration. 
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Pyr.,  etc.— B.  B.  fuses  quietly  at  2  5  to  a  black  magnetic  bead.  With  the  fluxes  reacts  for 
iron.    Some  varieties  give  also  a  reaction  for  manganese.     Gelatinizes  with  hydrochloric  acid 

Obs. — Found  in  Elba,  and  at  the  mine  of  Temperino  in  Tuscany.  Also  at  Fossum  and  at 
Sk'een  in  Norway ;  in  Siberia ;  near  Andreasberg  ;  ynear  Predazzo,  Tyrol ;  at  Schneeberg ;  at 
Hebrun  in  Nassau ;  at  Kangerdluarsuk  in  Greenland. 

Reported  as  formerly  found  at  Cumberland,  R.  I. ;  also  at  Milk  Row  quarry,  Somerville, 
Mass. 

AiiDKNHrrtf  (Dewalquite). — Near  ilvaite  in  form.  Habit  prismatic;  vertically  striated 
Composition  given  by  the  analyses,  Lasaulx  and  Bettendorf,  SiO,  29*60,  A10»  33*50,  MnO 
2.V88,  FeO,  168.  CaO  181,  MgO  338,  V,0»  9*20,  ign.  404=9909.  Color  dark  rosin-brown. 
In  thin  splinters  transparent.  Other  varieties,  of  a  bright  sulphur-yellow  color  (but  opaque 
and  dull),  contain  arsenic  (9*33  p.  o.  As.O&)  instead  of  vanadium.  Between  these  two  ex- 
tremes are  a  series  of  compounds  containing  both  arsenic  and  vanadium.  Lasaulx  regards 
the  arsenic-ardennite  as  having  come  from  the  other  through  alteration.  Locality.  Ottrez  in 
the  Ardennes,  Belgium.     Roscoelite  (p.  345)  is  another  silicate  containing  vanadium. 


AXJLN1T1J. 


Triclinia  Crystals  usually  broad,  and  acute-ed^ed.  Making  m  =  (K 
P  =  'I,u  =  l',a  (brachyd.) :  b  (macrod.) :  e  =  0-49266  : 1 :  045112.  Cleav- 
age: i-l  (v)  quite  distinct;  in  other  directions  indistinct.  Also  massive, 
lamellar,  lamellae  often  curved  ;  sometimes  granular. 


Dauphiny. 


Dauphiny. 


Cornwall. 


II.  =6-5-7.  G.=3'271,  Ilaidingerf  a  Cornish  specimen.  Lustre  highly 
glassy.  Color  clove-brown,  plum-blue,  and  pearl-gray;  exhibits  trichroism, 
different  colore,  as  cinnamon-brown,  violet-blue,,  olive-green,  being  seen  in 
different  directions.  Streak  uncolored.  Transparent  to  subtranslucent. 
Fracture  conchoidal.  Brittle.  Pyroelectric,  with  two  axes,  the  analogue  (L) 
and  antilogue  (T)  poles  being  situated  as  indicated  in  f.  558  (G.  Hose). 

Oomp. — Analyses  vary.  If  it  contains  2  p.  c.  water  (Ramm.),  and  if  B,  replaces  Al,  then 
it  is  a  unisilicate  with  the  formula  R?Ra&it,0|3,  R=Fe,Mn,Ca,Mg,  and  K«,  while  ft=B-.:\l 
(B*  :  Al=l  :  2).  Analysis  (Ramm.),  Oisans,  Dauphine,  Si09  4346,  BaO»  561,  AlO,  16  33, 
FeO,  2  80,  FeO  6-78,  MnO  2-<i2,  CaO  20  19,  MgO  173,  KaO  0-11,  H,0  1-45=101-08. 

Pyr.,  etc. — B.  B.  fuses  readily  with  intumescence,  imparts  a  pale  green  color  to  the  O.F., 
and  fuses  at  2  to  a  dark  green  to  black  glass;  with  borax  in  O.F.  gives  an  amethystine  b*ad 
(manganese),  which  in  R.  F.  becomes  yellow  (iron).    Fused  with  a  mixture  of  potassium  bisul- 
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phate  and  fluor  on  the  platinum  loop  oolors  the  flame  green  (boron).  Not  deoomposed  by 
acids,  bat  when  previously  ignited,  gelatinizes  with  hydrochloric  acid. 

Obe. — Axinite  occurs  near  Bourg  d'Oisans  in  Dauphiny  ;  at  Santa  Maria,  Switzerland;  at 
Kongsberg ;  in  Xormark  in  Sweden  ;  in  Cornwall ;  in  Devonshire,  near  Tavistock ;  at  Phips- 
burg,  Maine ;  at  Wales,  Maine ;  at  Cold  Spring,  N.  Y. 

Danbdbite.—  Triclinia  CaB3Si908= Silica  488,  boron  trioxide  28*5,  lime  22*7=100. 
Occurs  with  feldspar  in  imbedded  masses  of  yellow  color  in  dolomite,  at  Danbury,  Ct. 


a 


IOLITE.    Cordierite.     Dichroite. 

Orthorhombic.     In  stout  prisms  often  hexagonal.     /A  /=  119°  10'  and 
60°  50',  O  A  l-£  =150°  49'.     Cleavage  :  i-l  distinct ;  i-l 
and  O  indistinct.     Crystals  often  transversely  divided  6W 

or  foliated  parallel  with  O.     Twins :  twinning-plane 
L    Also  massive,  compact. 

H.= 7-7-5.  G.= 2-56-2-67.  Lustre  vitreous.  Color 
various  shades  of  blue,  light  or  dark,  smoky-blue  ;  pleo- 
chroic,  being  often  deep  blue  along  the  vertical  axis,  ; ,  &  # 
and  brownish-yellow  oryellowish-gray  perpendicular  to 
it.  Streak  uncolored.  Transparent — translucent.  Frac- 
ture subconchoidal. 

Comp. — Q.  ratio  for  bases  and  silicon  4  :  5  or  1  :  1£.  The  state  of  oxidation  of  the  iron  is 
still  unascertained,  and  hence  there  is  uncertainty  as  to  the  proportion  between  the  protoxides 
and  sesquioxides.  The  ratio  usually  deduced  for  R  :  ft  :  Si  is  1  :  3  :  5.  The  formula  Rjtt?Sia 
0i„,  which  corresponds  to  this  ratio,  =,  if  R=Mg,Fe  and  Mg  :  Fe=2  :  1,  Silica  49  4, 
alumina  33*9,  magnesia  8*8,  iron  protoxide  7*9=100. 

Pyr.,  etc. — B.B.  loses  transparency  and  fuses  at  5-5*5.  Only  partially  decomposed  by 
acids.    Decomposed  on  fusion  with  alkaline  carbonates. 

Obs. — Iolite  occurs  in  granite,  gneiss,  hornblendic,  chlorite  and  hydro-mica  schist,  and  aUied 
rocks,  with  quartz,  orthoclase  or  albite,  tourmaline,  hornblende,  andalusite,  and  sometimes 
beryl.  Also  rarely  in  volcanic  rocks.  Occurs  at  Bodenmais,  Bavaria ;  at  Ujordlersoak  in 
Greenland ;  at  Erageroe  in  Norway  ;  Tunaberg  in  Sweden  ;  Lake  Laaoh.  At  Haddam,  Conn.; 
at  Brimfield,  Mass.;  also  at  Richmond,  N.  H. 

Alt. — The  alteration  of  iolite  takes  place  so  readily  by  ordinary  exposure,  that  the  mineral 
is  most  commonly  found  in  an  altered  state,  or  enclosed  in  the  altered  iolite.  For  the  dis- 
tinguishing characters  of  the'  different  kinds  of  altered  iolite,  see  Finite,  Fahlunite, 
etc,  under  Hydrous  Silicates. 


Mica  Group. 

The  minerals  of  the  Mica  group  are  alike  in  having  (1)  the  prismatic 
angle  120°  ;  (2)  eminently  perfect  basal  cleavage,  affording  readily  very 
thin,  tough  laminee ;  (3)  potash  almost  invariably  among  the  protoxide 
bases  and  alumina  among  the  sesquioxide ;  (4)  the  crystallization  approxi- 
mately either  hexagonal  or  orthorhombic,  and  therefore  the  optic  axis,  or 
optic-axial  plane,  at  right  angles  (or  nearly  6o)  to  the  cleavage  surface. 

Sodium  is  sparingly  present  in  some  micas,  and  is  characteristic  of  the  hydrous  species 
paragonite  (p.  332).  Lithium,  rubidium,  and  caesium  occur  in  lepidolite,  and  lithium  in  some 
biotite.  Fluorine  is  often  present,  probably  replacing  oxygen.  Titanium  is  found  sparingly 
in  several  kinds,  and  is  a  prominent  ingredient  of  one  species,  astrophyllite.  It  is  usually 
regarded  as  in  the  state  of  titanium  dioxide  replacing  silica ;  but  it  is  here  made  basic. 
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The  species  of  the  Mica  group  graduate  into  the  hydrous  micas  of  the  Margarodite  group 
(p.  331) ;  and  through  these  they  also  approach  the  foliated  species  of  the  Talc  and  Chlorite 
groups,  especially  the  latter. 

PHLOOOPITB. 

Orthorhombic.  I A  1=120°,  and  habit  hexagonal.  Prisms  usually 
oblong  six-sided  prisms,  more  or  less  tapering,  with  irregular 
sides ;  rarely,  when  small,  with  polished  lateral  planer 
Cleavage  basal,  highly  eminent.  Not  known  in  compact 
massive  forms. 

H.= 2-5-3.  G.= 2-78-2-85.  Lustre  pearly,  often  sub- 
metallic,  on  cleavage  surface.  Color  yellowish-brown  to 
brownish-red,  with  often  something  of  a  copper-like  reflec- 
tion; also  pale  brownish-yellow,  green,  white,  colorless. 
Transparent  to  translucent  in  thin  folia.  Thin  lamina? 
tough  and  elastic.  Optical-axial  divergence  3°-20°,  rarely 
less  than  5°. 

Oomp. — The  bases  include  magnesium  and  little  or  no  iron.  Q.  ratio 
R  :  Sii=l  :  1.  Formula  probably  (Ramm.)  KiMgr«AlSi6Ojo=8ilioa  4073. 
alumina  13*93,  magnesia  8257,  potash  1277=100. 

Pyr.,  etc. — In  the  closed  tube  gives  a  little  water.  Some  varieties 
give  the  reaction  for  fluorine  in  the  open  tube,  while  most  give  little  or 
no  reaction  for  iron  with  the  fluxes.  B.  B.  whitens  and  fuses  on  the  thin 
edges.  Completely  decomposed  by  sulphuric  acid,  leaving  the  silica  in 
thin  scales. 
Obs. — Phlogopite  is  especially  characteristic  of  serpentine  and  crystalline  limestone  or 
dolomite. 

Occurs  in  limestone  in  the  Vosges.  Includes  probably  the  mica  found  in  limestone  at  Alt- 
Kemnitz,  near  Hirschberg  ;  that  of  Baritti,  Brazil,  of  a  golden-yeUow  color,  having  the  optical 
angle  5°  30'  and  parallel  to  the  shorter  diagonal  (GraUich) ;  and  a  brown  mica  from  limestone 
of  Upper  Hungary,  affording  Grailich  the  angle  4°--5°. 

Occurs  in  New  York,  at  Oouverneur ;  at  Pope's  Mills,  St.  Lawrence  Go. ;  at  Edwards ; 
Warwick ;  Natural  Bridge ;  at  Sterling  Mine,  Morris  Co. ,  N.  J. ;  Newton,  N.  J. ;  at  St.  Je- 
rome, Canada ;  at  Burgess,  Canada  West. 

Aspidolite  (v.  Kobell).  — Approaches  in  composition  a  soda-phlogopite.  Green.  Foliated. 
Zillerthol,  Tyrol. 

Manganophyllite. — Q.  ratio  for  R  :  ft  :  Si=3  : 1  :  4  (nearly).  Foliated  like  the  micas. 
Color  bronze-red.  Analysis,  Igelstrom,  SiOj  38*50,  AlO,  11*00,  FeO  378,  MnO  21*40,  CaO 
8*20,  MgO  1501,  KaO(Na,0)  5*51,  ign.  1*60=100.    Paisberg,  Sweden. 

BIOTTTB. 

Hexagonal  (?).  R  A  R  =  62°  57'  (crystals  f r.  Vesuvius,  Hessenberg) ;  c  = 
4'911126.     Habit  often  monoclinic.    Prisms  commonly  tabular.    Cleavage : 

basal  highly  eminent.  Often  in  disseminated 
scales,  sometimes  in  massive  aggregations  of 
cleavable  Bcales. 

IL=2-5-3.  G.=2-7-31.  Lustre  splendent, 
and  more  or  less  pearly  on  a  cleavage  surface, 
and  sometimes  submetallic  when  black ;  lateral 
surfaces  vitreous  when  smooth  and  shining. 
Colors  usually  green  to  black,  often  deep  black 
in  thick  crystals,  and  sometimes  even  in  thin 
laminae,  unless  the  laminae  are  very  thin  ;  snch 
thin  laminae  green,  blood-red,  or  brown  by  transmitted  light ;  rarely  white. 
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Streak  imcolored.  Transparent  to  opaque.  Optically  uniaxial.  Some- 
times biaxial  with  slight  axial  divergence,  from  exceptional  irregularities, 
but  the  angle  not  exceeding  5°  and  seldom  1°. 

Oomp.,  Var. — Biotite  is  a  magnesia-iron  mica,  part  of  the  aluminum  (Al)  being  replaced 
by  iron  (Fe),  and  Fe  and  Me  existing  among  the  protoxide  bases.  Black  is  the  prevailing  color, 
bat  brown  to  white  also  occur.  The  results  of  analyses  vary  much,  and  for  the  reason  already 
stated — the  non-determination,  in  most  cases,  of  the  degree  of  oxidation  of  the  iron ;  and 
the  exact  atomic  ratio  for  the  species  and  its  limits  of  variation  are  therefore  not  precisely 
understood.  The  Q.  ratio  of  bases  to  silicon  is  generally  1:1,  that  is  the  formula  in  general 
B,SiO«,  where  R=Ki(Naa,Li,)Fe,Mg(Ca),  or  Al,Fe(3R=ft). 

Analyses :  1,  Bailyellin ;  2,  Vesuvius ;  3,  Portland,  Conn. : 

SiO,    AlOa  FeO,  FeO  CaO           MgO  KaO  Na«0   LiaO    ign 

(1)  3555   1708   23-70  550  3  68  9-45  035     4-30=99*61,  Haughton. 

(2)  40-91  17-79     300  703  030          1904  9-96 =9803,  Chodnew. 

(3)135-61  20-03     0*13  2185  119MnO    5*23  9-69  0-52     0*93    1*87,  F 076,  TiO,  146, 

01  tr.  =99  *27,  Hawea. 

The  above  analyses  give  the  ratio  of  unisilicates,  when  the  water  is  neglected ;  in  others 
the  ratio  of  1  :  1  is  obtained  only  when  the  water  is  brought  into  account. 

Pyr.,  etc. — Same  as  phlogopite,  but  with  the  fluxes  it  gives  strong  reactions  for  iron. 

Obs. — A  common  constituent  of  many  volcanic  rocks.  Fine  specimens  obtained  at  Vesu- 
vius ;  L.  Baikal ;  Zillerthal ;  Fargas  ;  Miask ;  Sala.  Also  from  Greenwood  Furnace,  N.  Y. ; 
Moriah,  N.  T. ;  East  on,  Penn. ;  Topsham,  Me.,  etc. 

The  biotite  of  Vesuvius,  according  to  the  optical  examination  of  Hintze,  is  monodinio. 
(See  also  Tschermak,  Min.  Mitth.,  1876, 187.) 


LEPEDOMELANB. 

Hexagonal  (?).  In  small  six-sided  tables,  or  an  aggregate  of  minute  scales. 
Cleavage :  basal,  eminent,  as  in  other  micas. 

H.=3.  G.=30.  Lustre  adamantine,  inclining  to  vitreous,  pearly. 
Color  black,  with  occasionally  a  leek-green  reflection.  Streak  grayish- 
green.  Opaque,  or  translucent  in  very  thin  laminae.  Somewhat  brittle,  or 
but  little  elastic.  Optically  uniaxial ;  or  biaxial  with  a  very  small  axial 
angle. 

Oomp. — An  iron-potash  mica.  Q.  ratio  for  bases  and  silicon  1:1;  f or  B  :  ft,  mostly  1  :  3, 
but  varying  to  1  to  more  than  3 ;  of  doubtful  limits,  on  account  of  the  doubts  as  to  the  state 
of  the  iron  in  most  of  the  analyses.  Differs  from  biotite  in  the  smaller  proportion  of  prot- 
oxides and  little  Al  and  Mg,  but  appears  to  agree  with  it  in  optical  characters. 

Pyr.,  etc. — B.B.  at  a  red  heat  becomes  brown  and  fuses  to  a  black  magnetic  globule. 
Easily  decomposed  by  hydrochloric  acid,  depositing  silica  in  scales.  Analysis.  Cooke,  Rock- 
port,  Mass.,  SiO,  39*91,  AlO,  1673,  FeOa  1207,  FeO  17*48,  MnO  0*54,  MgO  0*63,  KaO  10*66, 
Xa,0(LijO)  0*59,  HaO  1*50,  F 045=100. 

Obs.-— Occurs  at  Fersberg  in  Wermland,  Sweden  ;  at  Abborforss  in  Finland ;  in  Ireland,  in 
Donegal  and  Leinster  Cos.  ;  at  Bailyellin,  eta     From  Cape  Ann,  Mass.  (Annite). 

Astrophyllite. — Usually  in  tabular  prisms.  Color  bronze-yellow.  Analysis,  Pisani,  Si09 
33*22,  TiOa  7-66,  A109  4  32,  FeOa  405,  FeO  2548,  MnO  10  70,  MgO  1*37,  CaO  1*22,  NaaO 
2-71,  K20  6*29,  H,0  2*01=99*03.     Brevig,  Norway ;  El  Paso  County,  Colorado. 


MUSCOVITE.    Kaliglimmer,  Germ. 

Monoclinic  (Tschermak).  I A  7=120°.  Cleavage:  basal  eminent; 
occasionally  also  separating  in  fibres  parallel  to  a  diagonal.  Twins :  often 
observable  by  internal  markings,  or  by  polarized  light ;  composition  parallel 
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to  /consisting  of  six  individuals  thus  united  ;  sometimes  a  union  of  I  to 
i-l.  Folia  often  aggregated  in  stellate,  plumose,  or  globular  forms ;  or  in 
scales,  and  scaly  massive. 


564 


566 


Miask,  UraL 


BinnenthaL 


H.= 2-2-5.  G.=2#75-3'l.  Lustre  more  or  less  pearly.  Color  white, 
gray,  brown,  hair-brown,  pale  green,  and  violet,  yellow,  dark  olive-green, 
rarely  rose-red ;  often  different  for  transmitted  and  reflected  light,  and  dif- 
ferent also  in  vertical  and  transverse  directions.  Streak  uncolored.  Trans- 
parent to  translucent.  Thin  lamiuse  flexible  and  elastic,  very  tough.  Double 
refraction  strong ;  optic-axial  angle  44°-78° ;  the  axial  plane  makes  an  angle 
of  88°  20'  (Tschermak)  with  the  base. 

Oomp. — The  quantivalenb  ratio  for  bases  and  silicon  is  generally  4  :  5  (1 ;  1£),  rarely  3  :  4, 
etc.  Water  is  generally  present,  sometimes  as  much  as  5  p.  a;  and  the  kinds  containing 
from  3  to  5  p.  c.  water  have  been  referred  to  the  species  margarodite  (p.  331).     If  the 

i 
water  is  regarded  as  chemically  combined,  that  id,  as  basic,  the  Q.  ratio  f or  R  :  ft  :  Si  is  then 

-1  :  3  :  4  (R  :  Si=l  :  1),  also  1  :  6  :  8,  1  :  2  :  4,  1  :  3  :  5,  etc.  R  here  is  potassium  (K) 
mostly,  but  also  hydrogen  (H).  ft=aluminum  mostly,  also  iron.  Fluorine  is  often  present 
but  at  most  not  more  than  about.  1  p.  c.  Analysis,  Smith  and  Brush,  Monroe,  Ct.,  SiO*  46 '30, 
AlO,  33*91.  FeOa  269,  MgO  090  NaaO  270,  KaO  732,  HaO  463,  P  082,  CI  0*31=99'78. 

Pyr.,  etc — In  the  closed  tube  gives  water,  which  with  brazil-wood  often  reacts  for  fluorine. 
B.B.  whitens  and  fuses  on  the  thin  edges  (P.  =5*7,  v.  Kobell)  to  a  gray  or  ^edow  glass.  With 
fluxes  gives  reactions  for  iron  and  sometimes  manganese,  rarely  chromium.  Not  decomposed 
by  acids.     Decomposed  on  fusion  with  alkaline  carbonates. 

Obs. — Muscovite  is  the  most  common  of  the  micas.  It  is  one  of  the  constituents  of  granite, 
gneiss,  mica  schist,  and  other  related  rooks,  and  is  occasionally  met  with  in  granular  lime- 
stone, trachyte,  basalt,  iava;  and  occurs  also  disseminated  sparingly  in  many  fragmental 
rocks.  Coarse  lamellar  aggregations  often  form  the  matrix  of  topaz,  tourmaline,  and  other 
mineral  species  in  granitic  veins. 

Siberia  affords  laminae  of  mica  sometimes  exceeding  a  yard  in  diameter ;  and  other  remark- 
able foreign  localities  are  Finbo  in  Sweden,  and  Skutterud  in  Norway.  Futile  or  ekrornivm 
mica  occurs  at  Greiner  in  the  Zillerthal,  at  Passeyr  in  the  Tyrol,  and  on  the  Dorfner  Alp,  as 
well  as  at  Schwarzenstein. 

In  N.  If  amp.  y  at  Acworth,  Grafton,  etc.,  in  granite,  the  plates  at  times  a  yard  across  and 
perfectly  transparent.  In  Maine,  at  Paris ;  at  Buckneld.  In  Mass.  ,  at  Chesterfield  ;  at  Goshen. 
In  Conn.,  in  Portland ;  near  Middletown.  In  N.  York,  near  Warwick;  Edenville ;  in  the 
town  of  Edwards.  In  Penn.,  at  Pennsbury ;  at  Union ville;  Delaware  Co.,  at  Middletown. 
In  Maryland,  at  Jones's  Falls.     In  western  North  Carolina,  where  it  is  mined. 


IiEPTDOIJTE.    Lithia  Mica.     Lithionglimmer,  Qerm. 

Orthorhombic.     I A  1  =  120°.     Forms  like  those  of  Muscovite.    Cleav- 
age :  basal,  highly  eminent.     Also  massive  scaly-granular,  coarse  or  fine. 
H.=2a5-4.     G.=28^3.    Lustre  pearly.     Color  rose-red,  violet-gray,  or 
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lilac,  yellowish,  grayish-white,  white.      Translucent.      Optic-axial   angle 


70°-78° ;  sometimes  45°-G0°. 


Oomp, — Q.  ratio  for  bases  and  silicon  mostly  1  :  1| ;  and  £  or  R  :  ft  :  Si=l  :  8  :  6,  or  1  :  4 

:8;  the  formula  in  the  latter  case  is  :R6Al4Sila089.  R  includes  potassium,  also  lithium, 
rubidium,  and  caesium ;  and,  in  the  Zinnwald  mica,  thallium  has  been  detected.  Fluorine  is 
present,  and  the  ratio  to  oxygen  mostly  1  :  12.  Analysis,  Reuter,  from  Rozena,  SiO*  50*43, 
A10,  28*07,  Mn08  088,  MgO  142,  K20  1059,  NaaO  146,  Li,0  123,  F  4'86=98-94. 

Pyr.,  etc. — In  the  closed  tube  gives  water  and  reaction  for  fluorine.  B.B.  fuses  with  in- 
tumescence at  2-2*5  to  a  white  or  grayish  glass,  sometimes  magnetic,  coloring  the  flame 
purplish-red  at  the  moment  of  fusion  (lithia).  With  the  fluxes  some  varieties  give  reactions 
for  iron  and  manganese.  Attacked  but  not  completely  decomposed  by  acids.  After  fusion, 
gelatinizes  with  hydrochloric  acid. 

Oba. — Occurs  in  granite  and  gneiss,  especially  in  granitic  veins,  and  is  associated  some- 
times with  cassiterite,  red,  green,  or  black  tourmaline,  amblygonite,  etc.  Found  near  Uto 
in  Sweden  ;  at  Zinnwald  in  Bohemia ;  Penig,  etc.  in  Saxony ;  in  the  Ural ;  at  Rozena  in 
Moravia ;  on  Elba ;  at  St.  Michael's  Mount  in  Cornwall.  In  the  United  States,  at  Paris  and 
Hebron,  Me. ;  near  Middletown,  Conn. 

Xamed  lepidolite  from  Xeirif,  scile,  after  the  earlier  German  name  Schuppensttin,  alluding 
to  the  scaly  structure  of  the  massive  variety  of  Rozena. 

Cryophyllite  (Cooke) — Q.  ratio  R  :  ft  :  Si=3  :  4  :  14,  with  R=Fe,K9,Li*{Na,Rb,Cs,)a 
and  ft=A:L  Orthorhombic.  In  scales  like  the  micas.  Color  by  transmitted  light  emerald- 
green.    Cape  Ann,  Mass. 


Scapolite   Grorip. 

In  the  species  of  the  Scapolite  group,  the  quantivalent  ratio  varies  from 
1 : 1 :  2,  1  :  2  :  3,  1 :  3  :  4,  to  1  :  2  :  4  and  1  :  2  :  6£,  but  the  species  are 
closely  alike  in  the  square-prismatic  forms  of  their  crystals,  in  the  small 
number  and  the  kinds  of  occurring  planes,  and  in  their  angles.  The  species 
are  white,  or  grayish-white,  in  color,  except  when  impure,  and  then  rarely 
of  dark  color ;  the  hardness  5-6*5.  G.= 2-5-2-8.  The  alkali-metal  present, 
when  any,  is  sodium,  with  only  traces  of  potassium.  An  increase  in  the 
amount  of  alkali  is  accompanied  by  an  increase  in  the  silica. 


MBIONm]. 


567 


Tetragonal :  O  A 14  =  156°  18' ;  c  =  0-439.     Sometimes  hemihedral  in 
the  planes  3-3,  the  alternate  being  wanting.     Cleavage :  i-i 
and  /  rather  perfect,  but  often  interrupted. 

H.=5-5-6.  G.=2'6-2#74.  Lustre  vitreous.  Colorless 
to  white.  Transparent  to  translucent ;  often  much  cracked 
within. 


Comrv— Q.  ratio  for  R  :  ft  :  Si=l  :  2  :  3  ;  formula  Rflft«Si»0«e.  If  R= 
Ca  :  Na,=10  :  1,  and  ft=Al :  this  is  equivalent  to  Silica  41.*6,  alumina 
31*7,  lime  24  1,  soda  2*6=100.  Neminar  has  found  that  meionite  loses 
1  p.  c.  water  at  a  very  high  temperature,  so  that  R  must  be  also  replaced 
by  H8 ;  his  analysis  gives  approximately  the  ratio  1  :  2  :  3. 

Pyr.,  etc — B.B.  fuses  with  intumescence  at  3  to  p,  white  blebby  glass. 
Decomposed  by  acid  without  gelatinizing  (v.  Rath). 

Obs. — Occurs  in  small  crystals  in  geodes,  usually  in  limestone  blocks,  on  Monte  Somma, 
near  Naples. 
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WBRNBRITE.    Scapolite. 
Tetragonal:    0 A 14  =  156°  14*' ;    c  =  04398 


Often  hemihedral  in 
planes  3-3  and  ir2  (p.  30).  Cleavage :  i-i  and  /  rather 
distinct,  but  interrupted.  Also  massive,  granular,  or 
with  a  faint  fibrous  appearance  ;  sometimes  columnar. 
H.=5-6.  G.= 2-63-2-8.  Lustre  vitreous  to  pearly 
externally,  inclining  to  resinous ;  cleavage  and  cross- 
fracture  surface  vitreous.  Color  white,  gray,  bluish, 
greenish,  and  reddish,  usually  light.  Streak  m  i  colored. 
Transparent — faintly  subtranslucent.  Fracture  6ub- 
conchoidal.     Brittle. 


Oomp.— Q.  ratio  for  R  :  H:  Si=l  :  3:  4  (R+R  :  Si=l  :  1); 
formula  RSS^OarrCaXNaOAlSiiO*.  Analysis,  v.  Rath,  Pargas,  SiO,  45  46,  A10,  8096,  CaO 
17-32,  NaaO  2-29,  KaO  1*31,  Ha0  1  29=98-53.  Some  varieties  vary  widely  from  the  above 
ratio. 

Fyr.,  etc.— B.B.  fuses  easily  with  intumescence  to  a  white  blebby  glass.  Imperfectly  de- 
composed by  hydrochloric  acid. 

X>iff. — Recognized  by  its  square  form  ;  resembles  feldspar  when  massive,  but  has  a  charac- 
teristic fibrous  appearance  on  the  cleavage  surface  ;  it  is  also  more  fusible,  and  has  a  higher 
specific  gravity. 

Obs. — Occurs  in  metamorphio  rocks ;  sometimes  In  beds  of  magnetite  accompanying  lime- 
stone. Some  localities  are :  Arendal,  Norway ;  Wermland ;  Pargas,  Finland :  L.  Baikal,  etc. 
In  the  following  those  of  the  wernerite  and  ekebergite  are  not  yet  distinguished.  In  Ma*m^ 
at  Bolton;  Westfield.  In  Cann.f  at  Monroe.  In  JV.  York,  in  Warwick;  in  Orange  and 
Essex  Co. ,  etc.  In  JV.  Jersey,  at  Franklin  and  Newton.  In  Canada,  at  G.  Calumet  Id. ; 
at  Hunterstown ;  Grenville. 

The  following  are  other  members  of  the  scapolite  group  : 

Sarcolite.—  Q.  ratio  for  R:  ft  :  Si=l  .1:2.  In  minute  flesh-red  crystals  at  Mt. 
Somma. 

Paranthite.— Q.  ratio =1 :  3  :  4.  Ekebergite.  Q.  ratio =1  :  2  :  4i,  containing  6-8  p. 
o.  soda.  Mizzonite.  Q.  ratio =1  :  2  :  5£,  containing  10  p.  c.  soda.  In  crystals  at  ML  Somma, 
Dipyre.  Q.  ratio =1  :  2  :  6,  and  for  Ca  :  Na,=l  :  1.  Marialite.  Q.  ratio =1  :  2  :  6,  and 
for  Ca  :  Na,=l  :  2. 


JYephelits   Group. 
NBPHSUTB.    Nepheline. 


< 


Hexagonal. 


569 


O  Al  =  135°  55' ;  c  =  0-839.  Usual  forms  six-sided  and 
twelve-sided  prisms  with  plane  or  modified  sum- 
mits. Fig.  569,  summit  planes  of  a  crystal.  Cleav- 
age: /distinct,  O  imperfect.  Also  massive,  com- 
pact ;  also  thin  columnar. 

II. =5-5-6.      G.=2.5-2#65.     Lustre  vitreous — 

fjreasy ;  a  little  opalescent  in  some  varieties.  Color- 
ess,  white,  or  yellowish  ;  also  when  massive,  dark- 
green,  greenish  or  bluish-gray,  brownish  and  brick- 
red.  Transparent — opaque.  Fracture  subcon- 
choidal.     Double  refraction  feeble ;  axis  negative. 

Var. — 1.   Qlassy,  or  Sommite.    Usually  in  small  crystals  or 
grains,  with  vitreous  lustre,  first  found  on  Mt.  Somma,  in  the 
region  of   Vesuvius.     Davyne  and  eacdiniU   belong   here. 
2.  ElcwliU.    In  large  coarse  crystals,  or  massive,  with  a  greasy  lustre. 
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Comp. — Somewhat  uncertain,  as  all  analyses  give  a  little  excess  of  silica  beyond  what  is 
required  for  a  nnisilicate.    Assuming  that  nephelite  is  a  true  unisilicate,  the  Q.  ratio  for 

R  :  ft  :  Si=l  :  3  :  4,  and  the  formula  is  (Na,K)a:M8iaO«  (Bamm.);  some  of  the  Na3  being 
replaced  by  Ca.  Analysis,  Soheerer,  Vesuvius,  SiO,  4408,  AlO,  83*88,  FeO,  (MnO»)  0*65, 
CaO  1*77.  Na,0  15*44,  K,0  4-94,  H,0  0-21  =  100-32.  The  variety  JOauUU  has  the  same 
composition. 

Pyr.,  etc. — B.B.  fuses  quietly  at  3*5  to  a  colorless  glass.     Gelatinizes  with  acids. 

Diff. — Distinguished  by  its  gelatinizing  with  acids  from  soapolite  and  feldspar,  as  also  from 
apatite,  from  which  it  differs  too  in  its  greater  hardness.  Massive  varieties  have  a  character- 
istic greasy  lustre. 

Obs. — Nephelite  occurs  both  in  ancient  and  modern  volcanic  rocks,  and  also  metamorphio 
rocks  allied  to  granite  and  gneiss,  the  former  mostly  in  glassy  crystals  or  grains  (aommite),  the 
latter  massive  or  in  stout  crystals  (efaoUte).  Nephelite  occurs  in  crystals  in  the  older  lavas  of 
Somma ;  at  Capo  di  Bove,  near  Rome ;  in  doleryte  of  Katzenbuckel,  near  Heidelberg,  etc. 
Elaeolite  is  found  in  Norway ;  in  the  II men  Mts. ;  Urals ;  at  Litchfield,  Me. ;  in  the  Ozark 
Mts. ,  Arkansas. 

Named  neptuline  by  Hatty  (1801).  from  vede/.^  a  cloud,  in  allusion  to  its  becoming  cloudy  when 
immersed  in  strong  acid ;  ekeolite  (by  Klaproth),  from  i/Miiw,  oil,  in  allusion  to  its  greasy  lustre. 

Gieseckitk  is  shown  by  Blum  to  be  a  pseudomorph  after  this  species  (see  p.  T~~ 


Cancrinitel — Hexagonal,  and  in  six-  and  twelve-sided  prisms,  sometimes  with  basal  edges 
replaced;  also  thin  columnar  and  massive.  H.=5-6.  G.  =2*42-2*5.  Color  white,  gray, 
yellow,  green,  blue,  reddish ;  streak  uncolored.  Lustre  subvitreous,  or  a  little  pearly  or 
greasy.     Transparent  to  translucent. 

Comp.— Same  as  for  nephelite,  with  some  RC03  and  water.  Analysis,  Whitney,  Litchfield, 
Me.,  SiO,  37  42,  AlO.  2770,  CaO  391,  NaaO  20  98,  K,0  0*67,  00,5*95.  H30  2*82,  FeO, 
(MnO,)  086=100-31. 

Pyr.,  etc. — In  the  closed  tube  gives  water.  B.B.  loses  color,  and  fuses  (F.=2)  with  intu- 
mescence to  a  white  blebby  glass,  the  very  easy  fusibility  distinguishing  it  readily  from 
nephelite.     Effervesces  with  hydrochloric  acid,  and  forms  a  jelly  on  heating,  but  not  before. 

Obs. — Found  at  Miask  in  the  Urals;  at  Barkevig,  Norway;  at  Ditro  in  Transylvania 
{dttroyte) ;  at  Litchfield,  Me. 


SODAUTE. 


Isometric.     In  dodecahedron.     Cleavage :  dodecahedral,  more  dr  less 
distinct.     Twins  :  see  f .  272,  p.  93.     Also  massive. 
H.=5-5-6.     G.=2  136-2,401.     Lustre  vitreous,  sometimes  inclining  to 

freasy.     Color  gray,  greenish,  yellowish,  white  ;  sometimes  blue,  lavender- 
lue,  light  red.     iSubtransparent — translucent     Streak  uncolored.     Frac- 
ture conchoidal — uneven. 

,  OQmp^-3NaaAlSia08H-2NaCl=8ilioa37*l,  alumina31  *71,  soda25'55,  chlorine 7*31=101  *65. 
Some  varieties  contain  considerably  less  chlorine. 

Pyr.,  etc. — In  the  closed  tube  the  blue  varieties  become  white  and  opaque.  B.B.  fuses 
with  intumescence,  at3*<5-4,  to  a  colorless  glass.  Decomposed  by  hydrochloric  acid,  with 
separation  of  gelatinous  silica. 

Obs.— Occurs  in  mica  slate,  granite,  syenite,  trap,  basalt,  and  volcanic  rooks,  and  is  often 
associated  with  nephelite  (or  elaeolite)  and  eudialyte.  Found  in  West  Greenland ;  on  Monte 
Somma ;  in  Sicily ;  at  Miask,  in  the  Ural ;  near  Brevig,  Norway.  A  blue  variety  occurs 
at  Litchfield,  Me.,  and  at  Salem,  Mass. 

Microsommite. — Occurs  in  very  minute  hexagonal  crystals  in  masses  of  leucitio  lava 
ejected  from  Mt.  Somma.  Composition  :  a  unisilicate  of  potassium,  calcium,  and  aluminum, 
with  small  quantities  of  sodium  chloride  and  calcium  sulphate. 


Digitized  by 


Google 


296  DESCRIPTIVE  MINEBALOOY. 


HA&YNTTB. 

Isometric.  In  dodecahedrons,  octahedrons,  etc.  Cleavage:  dodecahe- 
dral  distinct.  Commonly  in  rounded  grains  often  looking  like  crystals 
with  a  fused  surface. 

H.= 5*5-6.  G.  =  24-2*5.  Lustre  vitreous,  to  somewhat  greasy.  Color 
bright  blue,  sky-blue,  greenish-blue ;  asparagus-green.  Streak  slightly 
bluish  to  colorless.  Subtransparent  to  translucent.  Fracture  flat  conchoi- 
dal  to  uneven. 

Oomp,— 2Naa(Ca)AlSi,08+CaS04 ;  if  in  the  silicate  Na»  is  replaced  by  Ca,  the  atomic 
ratio  here  being  5:1,  this  gives  Silica  84*13,  alumina  29*18,  lime  10*62,  soda  14*69,  sulphur 
trioxide  — 100.    A  little  potassium  is  also  often  present. 

Pyr.,  etc. — In  the  closed  tube  retains  its  color.  B.  B.  in  the  forceps  fuses  at  4 '5  to  a  white 
glass.  Fused  with  soda  on  charcoal  affords  a  sulphide,  which  blackens  silver.  Decomposed 
by  hydrochloric  acid  with  separation  of  gelatinous  silica. 

Obs. — Occurs  in  the  Yesuvian  lavas,  on  Somma;  in  the  lavas  of  the  Campagna,  Rome;  in 
basalt  at  Niedermendig  and  Mayen,  L.  Laach,  etc. 

Nosite  (Nosean).— A  soda-haftjnite ;  2NaaAlSi208  +  Na<1S04,  with  also  a  little  calcium. 
Isometric ;  often  granular  massive.  Common  as  a  microscopic  ingredient  of  most  phonolytea. 
Lake  Laach,  etc. 

Lapih-lazuli  (Lasurstein,  Germ.). — Not  a  homogeneous  mineral  according  to  Fischer  and 
Vogelsang.  The  latter  calls  it  u  a  mixture  of  granular  calcite,  ekebergite,  and  an  isometric, 
ultramarine  mineral,  generally  blue  or  violet."    Much  used  as  an  ornamental  stone. 

XjHUGX-TB. 

Tetragonal,  according  to  v.  Rath,  c  =  0-52637.  Usual  form  as  in 
f.  570,  closely  resembling  a  trapezohedron.  Twins  : 
twinning-plane  2-i ;  crystals  often  very  complex,  con- 
sisting of  twinned  lamellae,  as  indicated  by  the  stria- 
tions  on  the  planes.  Often  disseminated  in  grains ; 
rarely  massive  granular. 

H.=5-5-6.  U.= 2-44-2-56.  Lustre  vitreons.  Color 
white,  ash-gray  or  smoke-gray.  Streak  uncolored. 
Translucent — opaque.  Fracture  conchoidal.  Brittle. 
Optically  uniaxial";  double  refraction  weak,  negative 
(from  Aquacetosa),  positive  (from  Frascati). 

Oomp.— Formula  K»AlSi4On= Silica  55-0,  alumina  23*5,  potash 
21-58=100.     Q.  ratio  for  K  :  M  :  Si=l  :  3  :  8,  for  bases  to  silicon  1:2. 

Pyr.,  etc. — B.B.  infusible ;  with  cobalt  solution  gives  a  blue  color  (alumina).  Decomposed 
by  hydrochloric  acid  without  gelatinization. 

DifL— Distinguished  from  analcite  by  its  inf ueibility  and  greater  hardnesa 

Obs. — Leucite  is  confined  to  volcanic  rocks,  and  is  common  in  those  of  certain  parts  of 
Europe  ;  also  found  in  those  of  the  western  United  States.  At  Vesuvius  and  some  other 
parts  of  Italy  it  is  thickly  disseminated  through  the  lava  in  grains.  It  is  a  constituent  in  the 
nephelin-doleryte  of  Merches  in  the  Vogelsberg ;  abundant  in  trachyte  between  Lake  Laach 
and  Andernach,  on  the  Rhine. 

The  question  as  to  whether  the  crystals  of  leucite  belong  to  the  isometric  or  the  tetragonal 
system  has  excited  much  discussion.  Hirschwald  (Tsch.  Min  Mitth.,  1875,  22?)  shows  that 
while  implanted  crystals  are  sometimes  distinctly  tetragonal,  others,  especially  those  which 
are  imbedded,  are  as  clearly  isometric,  while  between  the  two  there  exist  many  transition 
cases.  He  claims  that  the  mineral  is  in  fact  isometric,  but  having  a  polysymmetric  develop- 
ment, there  existing  a  wide  variation  from  the  isometric  type.  The  question  cannot  be  con- 
sidered as  entirely  decided. 
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Feldspar  Group. 

The  feldspars  are  characterized  by  specific  gravity  below  2*85  ;  hardness 
6  to  7 ;  fusibility  3  to  5  ;*  oblique  or  clinohedral  crystallization  ;  prismatic 
an^le  near  120°  ;  two  easy  cleavages,  one  basal,  the  other  brachydiagonal, 
inclined  together  either  90°,  or  very  near  90°  ;  cleavage  a  prominent  fea- 
ture of  many  massive  kinds,  and  distinct  in  the  grains  of  grauular  varieties, 
giving  them  angular  forms ;  close  isomorphism,  and  a  general  resemblance 
in  the  systems  of  occurring  crystalline  forms;  transition  from  granular 
varieties  to  compact,  horustone-like  kinds,  called  felsites,  whicli  sometimes 
occur  as  rocks ;  often  opalescent,  or  having  a  play  of  colors  as  seen  in  a 
direction  a  little  oblique  to  i-\ ;  often  aventurine,  from  the  dissemination 
of  microscopic  crystals  of  foreign  substances  parallel  for  the  most  part  to 
the  planes  O  and  L 

The  bases  in  the  protoxide  state  are  calcium,  sodium,  potassium,  and  in 
one  species  barium ;  the  sesquioxide  base  is  only  aluminum ;  the  quantivalent 
ratio  of  R  :  ft  is  constant,  1:3;  while  that  of  the  silicon  and  bases  varies 
from  1 ;  1  to  3  :  1,  the  amount  of  silicon  increasing  with  the  increase  of  the 
alkali  metals,  and  becoming  greatest  when  alkalies  are  the  only  protoxides. 

The  included  species  are  as  follows : 

Crystallization.    Approx.  Q.  ratio  B,R,Si. 

Anorthite  Lime  feldspar  Triclinic  1:3:4 

Labradobite  Lime-soda  feldspar                 "  1:3:6 

Hyalophanb  Baryta-potash  feldspar  Monoclinio  1:3:8 

Andesite  Soda-lime  feldspar  Triclinio  1:3:8 

Oliooclasb                  *4      "        "                        "  1:3:9 

Albite  Soda  feldspar                          "  1  : 3  :  12 

Obthoclase  Potash  feldspar  Monoclinio  1 :  3 :  12 

To  the  above  list  should  be  added,  according  to  DesCloizeaux,  the  IricUnic,  potash  feldspar, 
microcline,  which  has  the  composition  of  orthoclase. 

The  above  ratios  are  only  approximate,  for  the  analyses  show  a  wide  variation  in  the 
amount  of  silicon,  and  an  exactly  proportionate  variation  in  the  amount  of  alkali ;  the  two 
elements  vnry  in  most  cases,  as  has  been  long  recognized,  according  to  a  simple  law.  There 
Beems  hence  to  be  a  gradual  transition  between  the  successive  species  ;  but  this  is  due,  in  part, 
to  mixtures  produced  by  contemporaneous  crystallization  (compare  perflate,  p.  000,  and  the 
description  of  microcline,  p.  000). 

The  unisilicate  ratio  of  1  : 1  for  bases  and  silicon  is  found  in  anorthite  only,  as  shown  above. 
With  Ca  alone,  as  in  this  species,  the  Q.  ratio  for  Al  and  Si  is  3  :  4 ;  with  Na»  alone,  3  :  12; 
and  for  kinds  containing  combinations  of  the  two,  exact  combinations  of  these  ratios,  mNaa  : 

nCa,  giving  the  ratio  8  : • 

An  explanation  of  the  above  fact,  and  of  the  variation  in  ratio  shown  by  analyses,  was  offered 
by  Hunt,  and  has  since  been  developed  by  Tschermak.  The  existence  of  two  distinct  triclinic 
feldspars  is  assumed:  anorthite  CaAlSia08,  and  albite  NaaAlSi6Oio,  and  the  other  species 
(sometimes  embraced  under  the  general  term  plagioclask)  are  regarded  as  due  to  isom&r- 
p/wi*  mixtures  of  these  two  members  in  different  proportions.     They  have  then  the  general 

formula  j  JJ^*  A1SU),B«)'  For  kbradorite  the  ratio  of  »  :  n  fa  mostly  8  :  2,  also  3  :  1,  etc.; 
for  andesite  the  ratio  of  m  :  n  varies  about  1  :  2,  andforoligoclase  the  ratio  of  m  :  n  is  3  :  10, 
also  1  :  3,  etc.  In  accordance  with  the  above  formula,  if  Ca  :  Na=6  :  1,  then  Al :  Si= 
1 :  2308 ;  for  Ca  :  Na=3  :  1,  Al :  Si=l  :  1  257 ;  for  Ca  :  Na=l  :  1,  Al  :  Si=l  :  3*33 ;  for 
Ca  :  Na=l  :  3,  Al :  Si=l  :  44 ;  for  Ca  :  Na=l  :  6,  Al  :  Si=l  :  5. 

This  method  of  viewing  the  feldspar  species  has  the  advantage  of  explaining  the  wide  varia- 
tion in  their  composition,  and  is  generally  accepted  among  German  mineralogists.  DesCloi- 
zeaux regards  his  observations  upon  the  optical  characters  of  the  feldspars  (see  p.  298)  as 
showing  that  they  are  in  fact  distinct  species,  and  not  indeterminate  isomorphous  mixtures. 
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Optical  properties  of  the  triclinic  feldspars.  — The  following  table  contains  the  more  import- 
ant optical  properties  of  the  feldspar  species  as  determined  by  DesCloizeaux  (G.  R.,  Feb.  8, 
1875,  and  April  17,  1876).    Bx=Bisectrix. 


Anobtuitk. 

LABBADOHCT. 

OLICKXXASX. 

AlJUTX. 

IfXCBOCUXK, 

Acute  bisectrix 

always  — 
Position      of 

always  H- 

generally    — 
sometimes  + 

always  ■+• 

always  — 

Angle  made  by  the + Bx. 

the  Bx.  has 

with  a  normal  to  i-i  (g) 

no    simple 

80°  40' 

18°  10' 

15° 

15°  36' 

Same,  with  normal  to 

relation  to 

0(p) 

the   planes 

56° 

68° 

78°  35' 

Angle  made  by  the  line 

observed 

in  which  the  plane  of 

on  the  crys- 

Line parallel 

the  optic-axes  cuts*- i, 

tals. 

to  the  edge 

with  edge  t- 1  0(g'  /p). 

27°-28° 

0\i-i. 

20° 

5°  6' 

Same,  with  edge  i-i  I 

(g'  m) 

p  <  rf-Bx.) 
Inclined. 

37°25'-3G^25 

p  >  t<+Bx.) 

p  <  v(  +  &x.) 

96°  28' (front) 

p  <  t<+Bx.) 

Ordinary  dispersion 

p  <  e(4-Bx.) 

Parallel  or  perpendicular 

Grossed;  also  Crossed;  also 

Inclined  ; 

Horizontal 

to  plane  of  polariza- 

slight in- 

slight iw- 

probably  also 

(-Bx.)     also 

tion. 

clined. 

elined. 

slight  hori- 
zontal. 

ineUned 
(+Bx.) 

Optic-axial  angle  (in  air) 

. 

for  red  rays. 

84°  58' 

88°  15' 

89°  35' 

80°  39' 

87*54' 

for  blue  rays 

85°  59' 

87°  48' 

88c81' 

81°  59' 

(Somma) 

(Labrador) 

(Sunstone, 
Tvedestrand) 

(Roc  tourn6) 

Amazonst'ne, 
Mursinsk. 

The  axial  divergence  is  quite  constant  for  albite,  labradorite,  and  anorthite,  but  varies  for 
oligoclase  even  in  different  sections  taken  from  the  same  specimen.  Andesine  (q.  v.)  is 
regarded  by  DesOloizeaux  as  an  altered  oligoclase. 

DesCloizeaux  gives  the  following  method  of  distinguishing  between  the  feldspars  by  optical 
means :  It  is  necessary  to  obtain  a  transparent  plate  parallel  to  the  easiest  cleavage  ( 0). 
Such  sections  obtained  from  crystals  or  lamellar  masses  of  albite,  oligoclase,  labradorite,  and 
the  majority  of  those  of  microcline,  show  hemi tropic  bands,  more  or  less  close  together, 
arranged  along  the  plane  parallel  to  the  second  cleavage  {i-i) ;  for  orthoclase  and  microline 
in  simple  crystals,  two  sections  placed  in  opposite  positions  serve  to  produce  the  same  effect. 
These  sections  are  thus  brought  between  the  crossed  Nicola  of  a  polarisation-microscope. 

(1)  For  orthoclase  the  maximum  extinction  takes  place  when  the  two  sections  are  parallel 
to  their  plane  of  contact ;  the  edge  O/i-i  being  in  the  plane  of  polarization  of  the  micro- 
scope. 

(2)  For  microcline,  the  whole  structure  consists  of  a  multitude  of  very  fine  parallel  bands; 
the  section  may  show  microcline  alone,  either  hemitropic  or  not  hemitropic,  or  microoline  and 
orthoclase  ;  the  extinction  can  take  place  at  30°  54'  between  the  adjoining  bands  of  the  same 
plate  of  the  made  (microcline  alone),  at  30°  54'  between  the  two  plates  of  the  made  (micro- 
cline in  bands),  or  at  15°  27'  between  the  adjoining  bands  (microcline  and  orthoclase).  In  the 
last  case  the  whole  of  two  lamella?  of  the  made  show  at  the  same  time  an  extinction  oblique 
to  the  plane  of  composition,  belonging  to  the  microcline,  and  one  parallel  to  this  plane  for  the 
orthoclase. 

(3)  For  albite,  the  extinction  between  two  bands  takes  place  at  an  angle  of  6°  32'. 

(4)  For  oligoclase,  the  extinction  is  simultaneous  in  the  two  bands,  and  when  the  plane  of 
composition  coincides  with  the  plane  of  polarization  of  the  polariscope,  it  shows  that  the 
structure  is  homogeneous. 

(5)  For  labradorite,  the  extinction  takes  place  at  10°  24'  between  the  alternate  lines  of  the 
hemitropic  lamella?. 

It  follows  from  this  that  a  plane  normal  to  the  plane  of  the  axes  cuts  the  base  along  a  line 
making  with  the  edge  O/i-i  the  following  angles : 

0°  in  orthoclase, 
15°  27'  in  microcline, 
3°  10'  in  albite, 
5°  12'  in  labradorite. 

A  variation  of  one  or  two  degrees  from  the  above  mean  angles  was  observed  in  some 
specimens. 
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DifE — The  feldspars  are  distinguished  from  other  species  by  the  characters  already  stated, 
prominent  among  which  are  :  cleavage  in  two  directions,  nearly  or  quite  at  right  angles  to 
each  other  j  also  hardness,  etc. 

The  trichnio  feldspars  can  in  most  cases  be  distinguished  from  orthoclase  by  the  fine  stria- 
tum due  to  repeated  twinning.  This  striation  cau  often  be  seen  by  the  unaided  eye  upon  the 
cleavage  face  (0).  And  its  existence  can  always  be  surely  tested  by  the  examination  of  a  thin 
section  in  polarized  light,  the  alternate  bands  of  color  showing  the  same  fact. 

The  separation  of  the  different  triolinic  species  can  be  Burely  made  by  complete  analysis 
only,  or  at  least  by  the  determination  of  the  amount  of  alkali  present.  The  degree  of  fusi- 
bility, the  color  of  the  flame,  and  the  effect  produced  by  digestion  in  acids,  are  often  import- 
ant aids.     In  the  hands  of  a  skilled  observer  the  optical  examination  may  give  decisive  results. 


ANORTH1TU.    Indianite.      , 

Triclinic.  c  :  b  :  &  =  0-86663  : 1-57548  : 1.  I\  1'  =  120°  81',  O  A  H 
(over  2-*)=94°  10',  O  A  /'  =  114°  6£',  OaI=  110° 
40',  O  A  2-i  =  98°  46' ;  a  =  93°  13*',  £  =  115°  55*', 
7  =  91°  Hi'  Cleavage :  O,  i-l  perfect,  the  latter 
least  so.  Twins  similar  to  those  of  albite.  Also  mas- 
sive.    Structure  granular,  or  coarse  lamellar. 

H.=6-7.  G.=2-6ti-2-78.  Lustre  of  cleavage 
planes  inclining  to  pearly ;  of  other  faces  vitreous, 
fcolor  white,  grayish,  roddish.  Streak  uncolored. 
Transparent  —  translucent.  Fracture  conchoidal. 
Brittle. 

Var. — AnortMte  was  described  from  the  glassy  crystals  of  Som- 
ma.    Indianite  is  a  white,  grayish,  or  reddish  granular  anorthite  from  India,  first  described 
in  1802  by  Count  Bournon. 

Oomp.— Q.  ratio  for  R  :  Al :  Si=l  :  8  :  4.  Formula  CaAlSiaO»= Silica  43  1,  alumina  368, 
lime  20*1=100.    The  alkalies  are  sometimes  present  in  very  small  amounts. 

Pyr.,  etc. — B.B.  fuses  at  5  to  a  colorless  glass.  Decomposed  by  hydrochloric  acid,  with 
separation  of  gelatinous  silica. 

Obs. — Occurs  in  some  granites;  occasionally  in  connection  with  gabbro  and  serpentine 
rocks ;  in  some  cases  along  with  corundum ;  in  many  volcanic  rooks.  Found  in  the  old  lavas 
in  the  ravines  of  Monte  Somma;  Pesineda-Alp,  Tyrol;  in  the  Faroe  islands;  in  Iceland; 
near  Bogoslovsk  in  the  Ural,  etc. 

Bytownite  has  been  shown  by  Zirkel  to  be  a  mixture.    Bytown,  Canada. 


ItABRADORITB. 

Triclinic.  1 A  T  =  121°  87',  OM-i-  93°  20',  O  A  /  =  110°  50',  O  A  /' 
=  113°  34' ;  Marignac.  Twins  :  similar  to  those  of  albite.  Cleavage :  O 
easy ;  i-l  less  so ;  /  traces.  Good  crystals  rare ;  generally  massive  granular, 
and  in  grains  cleavable ;  sometimes  cryptocrystalline  or  hornstone-like. 

EL=6.  G.=2'67-2'76.  Lustre  of  O  pearly,  passing  into  vitreous; 
elsewhere  vitreous  or  snbresinons.  Color  gray,  brown,  or  greenish,  some- 
times colorless  and  glassy ;  rarely  porcelain- white ;  usually  a  change  of 
colors  in  cleavable  varieties.  Streak  uncolored.  Translucent — subtrans- 
lucent. 

Oomp^  Var.— Q.  ratio  for  R  :  M  :  Si=l  :  3  :  6,  but  varying  somewhat  (see  p.  207). 
Formula  RAlSi,O10;  here  R=Ca  and  Na,.  The  atomic  ratio  for  Na  :  Ca-2  :  3  generally, 
this  corresponds  to  Silica  529,  alumina  30*3,  lime  123,  soda  4*5=100. 

Var.  1.  CieavaMe.    (a)  Well  crystallized  to  (fl)  massive.    Play  of  colors  either  wanting,  as 
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in  some  colorless  crystals ;  or  pale ;  or  deep ;  blue  and  green  are  the  predominant  colors ;  but 
yellow,  fire-red,  and  pearl-gray  also  occur.  By  cutting  very  thin  slices,  parallel  to  »-i,  from 
the  original  labradorite,  they  are  seen  under  the  microscope  to  contain,  besides  stria;,  great 
numbers  of  minute  scales,  like  the  aventurine  oligoclase,  which  are  probably  gothite  or  hema- 
tite. These  scales  produce  an  aventurine  effect  which  is  quite  independent  of  the  play  of 
colors  which  arises  from  the  interference  of  the  rays  of  light  reflected  by  innumerable  inter- 
nal lameUce  (Reuxch),  The  various  forms  of  minerals  (micropbtkitea,  microphyUUes,  etc. )  en- 
closed in  the  labradorite,  and  their  relation  to  it  in  position,  have  been  thoroughly  investigated 
by  Schrauf  (Ber.  Ak.,  Wien,  Dec,  1869). 

Pyr,,  etc. — B.  B.  fuses  at  3  to  a  colorless  glass.  Decomposed  with  difficulty  by  hydrochloric 
acid,  generally  leaving  a  portion  of  undecomposed  mineral 

Obs — Labradorite  is  a  constituent  of  some  rocks,  both  metamorphic  and  igneous;  «.£., 
diabase,  doleryte,  basalt,  etc.  The  labradoritic  metamorphic  rocks  are  most  common  among 
the  formations  of  the  Archaean  or  pre-Silurian  era.  Such  are  part  of  those  of  British  America, 
northern  New  York,  Pennsylvania,  Arkansas ;  those  of  Greenland,  Norway,  Finland,  Sweden, 
and  probably  of  the  Vosges.  Being  a  feldspar  containing  comparatively  little  silica,  it  occurs 
mainly  in  rocks  which  include  little  or  no  quartz  (free  silica). 

Kiew  has  furnished  fine  specimens ;  also  Labrador.  It  is  met  with  in  many  places  in 
Canada  East.  Occurs  at  Essex  Co.,  N.  Y.  ;  also  in  St.  Lawrence,  Warren,  Scoharie,  and 
Green  Cos.  In  Pennsylvania,  at  Mineral  Hill,  Chester  Co. ;  in  the  Witchita  Mts.,  Arkansas, 
etc. 

Labradorite  was  first  brought  from  the  Isle  of  Paul,  on  the  coast  of  Labrador,  by  Mr.  Wolfe, 
a  Moravian  missionary,  about  the  year  1770,  and  was  called  by  the  early  mineralogists  Labra- 
dor stone  (ljabrador*tein),  and  also  chatoyant,  opaline,  or  Labrador  feldspar.  Labradorite 
receives  a  fine  polish,  and  owing  to  the  chat>yant  reflections,  the  specimens  are  often  highly 
beautiful.     It  is  sometimes  used  in  jewelry. 

Maskklynite. — Occurs  in  transparent,  isometric,  grains  in  the  meteorite  of  Shergotty. 
Same  composition  as  labradorite. 


ANDESITE.    Andesine. 

Triclinic.  Approximate  angles  from  Esterel  crystals  (DesCl.) :  O  A  i-t, 
left,  87°-880,Oa/=111°-1120,  (9a/>  =  115°3  I  a  U  =  119°-1 20°,  /'A  i-i 
=120°,  tfA2.£  =  101Vl02o.  Twins:  resembling  those  of  albite.  Sel- 
dom in  crystals.  Cleavage  more  uneven  than  in  albite.  Also  granular 
massive. 

H.=5-6.  G.=2-61-2'74.  Color  white,  gray,  greenish,  yellowish,  flesh- 
red.    Lustre  subvitreous,  inclining  to  pearly. 

Oomp.— Q.  ratio  1:8:8,  but  varying  to  1  :  3  :  7.  General  formula  RAlSi40,t ;  R=Na9and 
Ca  in  the  ratio  1  :  1  to  8  :  1 ;  if  the  ratio  is  1  :  1,  the  formula  corresponds  to  Silica  59*8,  alu- 
mina 25-5,  lime  7*0,  soda  7-7=100. 

Pyr.,  etc. — Andesite  f  ut-es  in  thin  splinters  before  the  blowpipe.  Saccharite  melts  only  on 
thin  edges ;  with  borax  forms  a  clear  glass.     Imperfectly  soluble  in  acids. 

Obs.— Occurs  in  many  rocks,  especially  some  trachytes.  The  original  locality  was  in  the 
Andes,  at  Marmato ;  also  in  the  porphyry  of  l'Epterel,  France  ;  in  the  Vosges  Mts.  ;  at  Yap- 
nefiord,  Iceland,  in  honey-yellow  transparent  crystals,  etc.  In  North  America,  found  at 
Chtteau  Richer,  Canada,  forming  with  hypersthene  and  ilmenite  a  wide-spread  rock;  color 
flesh-red. 

Andesite  is  regarded  by  DesCloizeauz  as  an  altered  oligoclase,  but  many  careful  analyses 
point  to  a  feldspar  having  the  composition  given  above. 


HYALOPHANE. 

Monoclinic,  like  orthoclase,  and  angles  nearly  the  same.  C=64°16r, 
/A  /  =  118°  41',  O  A  1-i  =  130°  55£\  Cleavage  :  O  perfect,  t-i  somewhat 
less  so.    In  small  crystals,  single,  or  in  groups  of  two  or  three. 
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H.=6-6*5.  G.= 2*80,  transparent;  2*905,  translucent.  Lustre  vitreous, 
or  like  that  of  adularia.  Color  white,  or  colorless ;  also  flesh-red.  Trans- 
parent to  translucent. 

Oomp. — Q.  ratio  for  R  :  ft  :  Si=l  :  8  :  8.  Formula  (Ba,K3)AlSi40ii.  Analysis  of  hyalo- 
phane  from  the  Binnenthal  by  StockarEscher,  SiOa  52*67,  AlO,  21  12,  MgO  004,  CaO  0*46, 
BaO  1505,  Na,0  214,  KaO  782,  H90  0  58 =99  88. 

Pyr.,  etc. — B.  B.  fuses  with  difficulty  to  a  blebby  glass.     Unacted  upon  by  acids. 

Obav— Occurs  in  a  granular  dolomite  near  Imfeld,  in  the  Binnenthal,  Switzerland  ;  also  at 
Jakobsberg  in  Sweden. 


OLIOOOLASB. 

Triclinia    I A  T  =  120°  42',  O  A  t-J,  ov.  24'  =  93°  50',  OAl=  110°  55', 
Oa  I  =  114°  40'.    Cleavage :  O,  i-l  perfect,  the 
latter  least  so.     Twins :  similar  to  those  of  albite. 
Also  massive. 

H.=6-7.  G.=2-56-2-72;  mostly  2-65-2-69. 
Lustre  vitreo-pearly  or  waxy,  to  vitreous.  Color 
usually  whitish,  with  a  faint  tinge  of  grayish- 
green,  grayish- white,  reddish- white,  greenish, 
reddish ;  sometimes  aventurine.  Transparent, 
subtranslucent.      Fracture  conchoidal  to  uneven. 

Oomp.,  Var.~ Q.  ratio  for  R  :  Al :  Si=l  :  3  :  9,  though 
with  some  variations  (see  p.  297).  Formula  RA18iBOi4.  with 
R=Na(Ka),Ca.  The  ratio  of  3  :  1  for  Na  :  Ca  corresponds  in 
this  formula  to  SUica  61*9,  alumina  24  1,  time  5*2,  soda  8*8=100. 

Var.  1.  Cleanable;  in  crystals  or  massive.  2.  Compact  massive ;  oligoclase-fdsite;  includes 
part,  at  least,  of  the  so-called  compact  feldspar  or  fdtfite,  consisting  of  the  feldspar  in  a  com- 
pact, either  fine  granular  or  flint-like  state.  3.  Aventurine  oligoela&e,  or  sunstone.  Color 
grayish-white  to  reddish-gray,  usually  the  latter,  with  internal  yellowish  or  reddish  fire-like 
reflections  proceeding  from  disseminated  crystals  of  probably  either  hematite  or  gdthite.  4. 
Moonstone  pt.     A  whitish  opalescence. 

Pyr.,  etc. — B.B.  fuses  at  3*5  to  a  clear  or  enamel-like  glass.  Not  materially  acted  upon  by 
acid>. 

Obs.— Occurs  in  porphyry,  granite,  syenite,  serpentine,  and  also  in  different  eruptive  rocks. 
It  is  sometimes  associated  with  orthoclase  in  granite,  or  other  granit-t-like  rocks.  Among  its 
localities  are  Pargas  in  Finland  ;  Schaitansk,  Ural ;  in  protogine  of  the  Mer-de -Glace,  in  the 
Alps;  in  fine  crystals  at  Mb.  Somma;  as  sunstone  at  Tvedestrand,  Norway;  in  Iceland, 
colorless,  at  Hafnefjord  {TutfnefiordiU).  In  the  United  States,  at  Unionville,  Pa,  ;  also  at 
Haddam,  Gt.  ;  Mineral  Hill,  Delaware  Co.,  Pa. ;  at  the  emery  mine,  Chester,  Mass. 

Named  in  1828  by  Breithaupt  from  6':iynfi  Uttte,  and  k?. iw,  to  cleave. 

Tschermakitb  (v.  Kobell). — Supposed  to  be  a  magnesia-feldspar,  but  the  conclusion 
was  probably  based  on  the  analysis  of  impure  material.  Later  investigations  (Hawes,  Pisani) 
make  it  an  oligoolase.     Occurs  with  kjerulfine  from  Ramie,  Norway. 


ALBITE. 

Triclinia  I A  T  =  120°  47',  O  A  U  =  93°  36',  O  A  /'  =  114°  42',  O  A I 
=  110°  50',  OA2-l'=136°  50',  Oa2-1  =  13'3°  14'.  Cleavage:  O,  U 
perfect,  the  first  most  so;  14  sometimes  distinct.  Twins:  twinning-plane 
«-$,  axis  of  revolution  normal  lo  i-£,  this  is  the  most  common  method,  and 
its  repetition  gives  rise  to  the  fine  striations  (p.  91)  upon  the  plane  O,  which 
are  so  characteristic  of  the  triclinic  feldspars ;  twinning-plane,  24  (f.  578) 
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analogous  to  the  Baveno  twins  of  ortlioclase ;  also  twinning-axis,  the  vertical 
axis  (f.  575) ;  twinning-axis,  the  macrodiagonal  axis*  (b),  the peridine  twins. 
Double  twins  not  uncommon.  True  simple  crystals  very  rare.  Also  mas- 
sive, either  lamellar  or  granular ;  the  laminae  sometimes  divergent ;  granular 
varieties  occasionally  quite  fine  to  impalpable. 


573 


576 


575 


577 


Pericline. 


579 


I 

X-^~ 

/  T\ 

-^5, 

Middletown,  Ct. 


H.=6-7.  G.=2  59-2*65.  Lustre  pearly  upon  a  cleavage  face  ;  vitreous 
in  other  directions.  Color  white,  also  occasionally  bluish,  gray,  reddish, 
greenish,  and  green ;  sometimes  having  a  bluish  opalescence  or  play  of  colors 
on  O.  Streak  uncolored.  Transparent— subtranslucent.  Fracture  uneven. 
Brittle. 

Oomp.,  Var.— Q.  ratio  Na  :  Al  :  Si=l  :  8  :  12.  Formula  NaaAlSieO,«= Silica  68*6,  alumina 
10*6,  soda  11*8=100.  A  small  part  of  the  sodium  is  replaced  usually,  if  not  always,  by 
potassium,  and  also  by  calcium  (here  Na3  by  Ca).  But  these  differences  are  not  externally 
apparent. 

Var.  1.  Ordinary,  (a)  In  crystals  or  cleavable  massive.  The  angles  vary  somewhat, 
especiaUy  for  plane  T.  (b)  Aventurine ;  similar  to  aventurine  oligoclase  and  orthoclase.  <r» 
Moonstone  ;  similar  to  moonstone  under  oligoclase  and  orthoclase.  PerhteriU  is  a  whitish 
adularia-like  albite,  slightly  iridescent,  having  G.  =  2<»2C  ;  named  from  iripiorepa.  frigeon,  the 
colors  resembling  somewhat  those  of  the  neck  of  a  pigeon,  (d)  PericUne  is  in  large,  opaque, 
white  crystals,  short  and  broad,  of  the  forms  in  f.  577  (f.  384,  p.  101) ;  from  the  chlorite  schists 
of  the  Alps.     Lamellar ;  elect velandite,  a  white  kind  found  at  Chesterfield,  Mass. 

Pyr.,  ets. — B.B.  fuses  at  4  to  a  colorless  or  white  glass,  imparting  an  intense  yeUow  to  the 
flame.     Not  acted  upon  by  acids. 

Obs. — Albite  is  a  constituent  of  several  rocks,  as  dioryte,  etc.  It  occurs  with  orthoclase  in 
some  granite.  It  is  common  also  in  gneiss,  and  sometimes  in  the  crystalline  schists.  Veins 
of  albitic  granite  are  often  repositories  of  the  rarer  granite  minerals  and  of  fine  crystalliza- 
tions of  gems,  including  beryl,  tourmaline,  allanite,  columbite,  eta  It  occurs  also  in  some 
trachyte,  in  phonolyte,  in  granular  limestone  in  disseminated  crystals,  as  near  Modane  in 
Savoy.  Some  localities  for  crystals  are  :  Schneeberg  in  Passeir,  in  simple  crystals  ;  Col  du 
Bonhomme  ;  St.  Gothard,  and  elsewhere  in  the  Alps ;  Penig,  etc. ,  Saxony ;  Arendal ;  Green- 
land ;  Island  of  Elba. 

In  the  U.  8.,  in  Maine,  at  Paris.  In  Ma**.,  at  Chesterfield;  at  Goshen.  In  Conn.,  at 
Haddam ;  at  Middletown.  In  N.  York,  at  Granville,  Washington  Co. ;  at  Moriah,  Essex  Co. 
In  Penn.)  at  Unionville,  Delaware  Co. 

The  name  Albite  is  derived  from  albus,  white,  in  allusion  to  its  color,  and  was  given  the 
species  by  Gahn  and  Berzelius  in  1814. 

*  Vom  Rath  has  recently  shown  this  to  be  the  true  method  of  twinning  in  this  case,  and 
hence  that  the  explanation  of  Rose  (given  on  p.  101)  is  incorreot. 
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Monoclinic.     C  = 
=  0-844  :  15183  :  1, 


ORTHOOIaASB. 

63°  53',  I A 1=  118°  48',  O  A 14  =  153°  28';  i  :  h  :  a 
O  A 14  =  129°  41',  O  A  24  =  99°  38',  O  A  2  =  98° 


4'.  Cleavage:  0  perfect;  i-l  less  distinct ;  i-i  faint;  also  imperfect  in  the 
direction  of  one  of  the  faces  I.  Twins:  twinning-plane,  v4  {Carlsbad 
twins)  f.  582,  but  the  clinopinacoid  (i-i)  the  composition-face  (see  p.  98) ; 
twinning-plane  the  base  (O)  f.  583 ;  also  the  clinoaorne,  24  (Baveno  twins), 
as  in  f.  588,  in  which  the  prism  is  made  up  of  two  adjoining  planes  O  and 
two  i-i,  and  is  nearly  square,  because  O  l\i\=.  90°,  and  O  A  24  =  135°  3' ; 
/a/=  169°  28' ;  also  the  same  in  a  twin  of  4  crystals,  f.  587,  each  side  of 
the  prism  then  an  O  (see  also  p.  99).  Often  massive,  granular ;  sometimes 
lamellar.  Also  compact  crypto-crystalline,  and  sometimes  flint-like  or 
jasper-like. 


it    3 


Loxoclase. 


II. = 6-6-5.  G.= 2-44-2-62,  mostly  2-5-2-6.  Lustre  vitreous;  on  cleav- 
age-surface sometimes  pearty.  Color  white,  gray,  flesh -red,  common ; 
greenish- white,  bright-green.  Streak  nncolored.  Transparent  to  trans- 
lucent. Fracture  conchoidal  to  uneven.  Optic-axial  plane  sometimes  in 
the  orthodiagonai  section  and  sometimes  in  the  clinodiagonal ;  acute  bisec- 
trix always  negative,  normal  to  the  orthodiagonai. 

Oomp.,  Var.—Q.  ratio  for  K  :  Al :  Si=l  :  8  :  12.  Formula  K,AlSi,0,e= Silica  647,  alu- 
mina 18  4,  potash  16*9=100;  with  sodium  sometimes  replacing  part  of  the  potassium.  The 
orthoclase  of  Carlsbad  contains  rubidium.  The  varieties  depend  mainly  on  structure,  varia- 
tion* in  angles,  the  presence  of  soda,  and  the  presence  of  impurities. 

The  amount  of  sodium  detected  by  analyses  varies  greatly,  the  variety  sanidin  (see  below) 
sometimes  containing  6  per  cent.  The  variations  in  angles  are  large,  and  they  occur  some- 
times even  in  specimens  of  the  same  locality.  The  crystallization  is  normally  monoclinic, 
and  the  variations  are  simply  irregularities.  There  are  also  large  optical  variations  in  ortho- 
clase, on  which  see  DesCL  Min.,  i,  329. 

Var.  1.  Ordinary.  In  crystals,  or  cleavable  massive.  Adularia  (adular).  Transparent, 
cleavable,  usually  with  pearly  opalesceni  reflections,  and  sometimes  with  a  play  of  colors  like 
labradorite,  though  paler  in  shade.  Moonstone  belongs  in  part  here,  the  rest  being  albite  and 
oligoclase.  Snmtone,  or  aveaturlne  fcldxpar :  In  part  orthoclase,  rest  albite  or  oligoclase 
(q.  v.).  Amazonxtorie  :  Bright  verdigris-green,  and  cleavable,  mostly  mixtures  of  orthoclase 
and  microcline  (Dz).  Koenig  concludes  that  the  coloring  matter  of  the  Pike's  Peak  amazon- 
stone  is  an  organic  compound  of  iron,  which  has  been  infiltrated  into  the  mass. 

SaniiUn  of  Nose,  or  glassy  feldspar  (including  much  of  the  lee~spar,  part  of  which  is  anar- 
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thite).  Occurs  in  transparent  glassy  crystals,  mostly  tabular  (whence  the  name  from  oavic,  a 
board),  in  lava,  pumioe,  trachyte,  phonolite,  etc.  Proportion  of  soda  to  potash  varies  from 
1  :  20  to  2  :  1.  lihy a oolite  is  the  same  ;  the  name  was  applied  to  glassy  crystals  from  Ml 
Somma  (Eisspath,  Wern.). 

Chesterlite.  In  white  crystals,  smooth,  but  feebly  lustrous,  implanted  on  dolomite  in  Ches- 
ter Co. ,  Penn.,  and  having  wide  variations  in  its  angles.  It  contains  but  little  soda.  Accord- 
ing to  DesCloizeaux  the  chesterlite  consists  of  a  union  of  parallel  bands  of  orthoclase  and  a 
triclinic  feldspar  of  the  same  composition,  which  he  calls  microcUne  (see  below). 

Loxockue.  In  grayish-white  or  yellowish  crystals,  a  little  pearly  or  greasy  in  lustre,  often 
large,  feebly  shining,  lengthened  usually  in  the  direction  of  the  clinodiagonal.  0  A  7=1 13' 
80',  0  a  J'=112°  50',  iAi'=120°  20'.  Oai-1  (cdeavage  angle) =90°,  Breith.  G.=2-6-2-62, 
Plattner.  The  analyses  find  much  more  soda  than  potash,  the  ratio  being  about  3:1,  but 
how  far  this  is  due  to  mixture  with  albite  has  not  been  ascertained.  From  Hammond,  Sc. 
Lawrence  Co.,  N.  T.  Named  from  Xo{«h„  transverse,  and  k\o»9  I  cleave,  under  the  idea  that 
the  crystals  are  peculiar  in  having  cleavage  parallel  to  the  orthodiagonal  section.  Perthite. 
A  flesh-red  aventurine  feldspar,  consisting  of  interlaminated  albite  and  orthoclase,  as  shown 
by  Breithaupt.     From  Perth,  Canada  East. 

Compact  Orthoclase  or  Orthoclase-fblsite. — This  crypto-crystalline  variety  is  com- 
mon and  occurs  of  various  colors,  from* white  and  brown  to  deep  red.  There  are  two  kinds 
(a)  the  jasper-Mke,  with  a  subvitreous  lustre  ;  and  (b)  the  teratoid  or  wax-like,  with  a  waxy 
lustre.  Some  red  kinds  look  closely  like  red  jasper,  but  are  easily  distinguished  by  the  fusi- 
bility. The  orthoclase  differs  from  the  albite  felsite  in  containing  much  more  potash  than 
sods.     The  Swedish  name  HdUeflinta  means  false  flint. 

Pyr.,  etc.— B.B.  fuses  at  5  ;  varieties  containing  much  soda  are  more  fusible.  Loxoclase 
fuses  at  4.     Not  acted  upon  by  acids. 

Obs. — Orthoclase  is  an  essential  constituent  of  many  rocks ;  here  are  included  granite, 
gneiss,  and  mica  schist;  also  syenite,  trachyte,  phonolyte,  etc.,  etc. 

Fine  crystals  are  found  at  Carlsbad  in  Bohemia ;  Katherinenburg,  Siberia  ;  Arendal,  Nor- 
way ;  Baveno  in  Piedmont;  in  Cornwall ;  in  the  Urals  ;  the  Mourne  mountains,  Ireland,  etc.; 
in  the  trachyte  of  the  Drachenfels  on  the  Rhine.  In  the  U.  States,  orthoclase  jb  found  in 
N.  Uamp.,  at  Acworth.  In  Conn.,  at  Haddam  and  Middletown.  In  JVr.  York,  atKossie; 
in  the  town  of  Hammond ;  in  Lewis  Co. ;  near  Natural  Bridge  ;  in  Warwick ;  and  at  Amity 
and  Edenville.  In  Penn.,  in  crystals  at  Leiperville,  Delaware  Co.,  etc.  In  N.  Car.,  at 
Washington  Mine,  Davidson  Co.;  beautiful  Amazoustone  at  Pike's  Peak,  Col.  Massive  ortho- 
clase is  abundant  at  many  localities. 

Microcline.  A  tricUnic  potash  feldspar. — The  name  microcline  was  originally  given  by 
Breithaupt  to  a  whitish  or  reddish  feldspar  from  the  zircon-syenite  of  Fredericksvarn  and 
Brevig,  Norway,  on  the  ground  that  it  was  tricUnic.  It  was  shown  by  DesCloizeaux  that  this 
feldspar  was  merely  a  variety  of  orthoclase  remarkable  for  its  large  amount  of  soda.  Recently 
the  latter  author  has  proposed  to  retain  this  name  for  a  feldspar  found  in  the  midst  of  gran- 
ites, pegmatite,  and  gneiss,  which  is  shown  both  by  the  angle  between  its  cleavage  planes, 
and  also  by  its  optical  properties,  to  be  really  triclinic. 

Form  generally  like  that  of  orthoclase.  Cleavage  basal  and  clinodiagonal,  and  also  easy 
parallel  to  both  prismatic  faces  (7  and  1') ;  for  the  optical  properties  see  p.  298.  Often  asso- 
ciated with  orthoclase  in  regular  parallel  bands,  especially  in  the  amazonstone  ;  albite  is  also 
hometimes  present,  though  irregularly.  Analysis  of  a  "pure  microcline  "  from  Magnet  Cove 
by  Pisani.     G.  =2-54. 


Si02 

AlO, 

FeO, 

KvO 

NaaO 

ign. 

64  30 

19  70 

0-74 

15  60 

0'48 

0-35=101 -17 

The  association  of  orthoclase  and  microcline  was  observed  in  specimens  from  the  Hmen 
Mts.;  Urals  ;  Arendal ;  Greenland;  Labrador  ;  Everett,  Mass.;  Delaware,  Chester  Co.,  Penn; 
Pike's  Peak,  Col.  The  purest  microcline  was  that  of  a  greenish  color  from  Magnet  Cove, 
Ark.  ;  it  enclosed  crystals  of  segirite,  and  was  not  mixed  with  orthoclase. 

SUBSILIOATES. 

Humite  or  Chondrodite  Group,  including  three  sub-species : 

L  Humite;  IL  Ohondroditej  III.  Olinohumlte. 

The  existence  of  three  types  of  forms  among  the  crystals  of  humite  (Vesuvius)  was  early 
shown  by  Scacchi ;  they  have  since  then  been  further  investigated  by  vom  Rath  (Pogg.  Erg., 
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BoL  v.,  321,  1871 :  ibid.,  vi.,  885,  1878).  The  chemical  identity  of  the  species  humite  and 
chondrodite  was  shown  by  Rammelaberg ;  later  Kokscharof  proved  that  the  crystals  of  chon- 
drocyte from  Pargas,  Finland,  were  identical  in  form  and  angles  with  Scacchi' s  type  II,  of 
humite,  and  the  same  has  also  been  shown  of  the  Swedish  crystals  by  vom  Rath.  In  1875 
the  author  described  crystals  of  chondrodite  from  Brewster,  N.  T. ,  belonging  to  each  of  the 
three  types  of  humite  ;  he  showed,  moreover,  then  and  later  (Feb.,  1876),  that  contrary  to 
what  had  been  previously  assumed,  the  crystals  of  both  type  IL  and  type  III.  were  monoclinic. 
Dot  orthorhombic  DesCloizeaux  and  Klein  have  since  proved  (Jahrb.  Min.,  1876,  No.  6) 
t^e  monoclinic  character  of  type  III.  of  the  Vesuvian  humite,  and  the  former  that  of  the 
Swedish  crystals  (type  II.) ;  he,  moreover,  proved  the  orthorhombic  character  of  the  crystals 
of  type  I. ,  Vesuvius.  In  accordance  with  these  facts  DesCloizeaux  has  proposed  that  the  three 
types  be  regarded  as  distinct  species,  with  the  names  given  above. 


L  HUMTFB.    Including  type  I. ,  Scacchi,  Vesuvius.    Also  rare  crystals  from  Brewster,  N,  Y. 
The  latter  large,  coarse,  and  having  suffered  more  or  less  alteration. 

Orthorhombic.  Holohedral.  i-2  (o2)  A  it  =  130°  19' ;  0(A)  A  3-i  (a8)  = 
102°  48' ;  O  A  1-i  (#)  =  124°  16' ;  O  A  3-£  (<?)  =  103°  47' ;  O  A  1-*  (e8)  =  126° 
21' ;  O  A 1-2  {f)  =  121°  44'.  Twins :  twinning-plane  $-1,  also  f  £,  in  both 
cases  the  angle  of  the  horizontal  prism  is  nearly  120°.  Optic-axial  plane 
parallel  to  the  base,  acute  bisectrix  positive,  normal  to  v-l.  Dispersion 
almost  zero.     2Ha  =  78°  18'  -79°  for  red  rays.     (DesCl.) 


Vesuvius. 


Brewster. 


Brewster. 


II.  OHONDRODITB.  Including  type  II.  of  Scacchi,  Vesuvius ;  also  crystals  from  Finland, 
Sweden,  and  with  few  exceptions  those  of  Brewster,  N.  Y. 


Monoclinic.     ^4  A*  =  122°   29';  A  A  ^  =  109°   5';  A  A e2'  =  108°   58'; 


71" 


2_ 


=  103°  12';  A  Anv  =  103°  9';    .A  At-1  =  135°  20';    j4Ar»  =  125° 
50';  CA  r8  =  146°  24';   CyA  n2  =  135°  40' :   C Anv  =  135°  41'. 

The  letters  (those  employed  by  Scacchi)  correspond  to  the  following 
symbols : — 


A=0    i  =  14  f=—24 


TV 


2  __ 


2   **  =  — f-& 
2   r*=      f& 


r*=  —  f&   m2=  — 6-f 
7*=       4-*     *  =      £-1 


Twins:  twinning  plane  \-i  (±?)  and  f-i  (±?),  (both  having  a  prismatic 
angle  nearly  120°) ;  also  the  basal  plane  0  (Brewster,  K  Y.,  f.  593). 
Optic-axial  plane  makes  an  angle  of  26°  with  the  base;,  acute  bisectrix 
20 
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E>sitive,  normal  to  the  clinopinacoid  (C).    2Ha=88°  48'  for  red  rays, 
rewster,  N.  T.  (E.  S.  D.)i  2Ba=86°  14'-87°  20'  (red  rays),  Sweden,  (DesCl.) 

The  above  angles  are  those  given  by  DesCloizeaux,  the  author's  own  measurements  on  the 
crystals  from  Brewster  (not  yet  completed),  point  to  a  smaller  variation  from  the  rectangular 
type.    DesCloizeaux  makes  the  plane  d*'=i-t,  and  r*=l,  r*=l,  r*=  —1. 

595 


Brewster. 


Brewster. 


Vesuv  as 


HI.  OUNOHUMTTE.    Including  type  III.  of  Scacchi,  Vesuvius ;  also  rare  finely  polished 
red  crystals  from  Brewster,  N.  Y. 

Monoclinic.  A  A  ^  =  133°  40' ;  A  A  <?  =  133°  40' ;  A  A  i*  =  125°  13' ; 
^Aw  =  114°55';  A  Am3  =  92°  58';  ^Lati  =  132°  14';  ^A7i2  =  122° 
57';  4An4  =  97°23';4Aft4'  =  97023';^Ar*  =  131023  ;^A^  =  1253 
47';   OrAr3=132°50';   C A  ^  =  137°  25'.     DesCloizeaux. 

These  letters  (those  employed  by  Scacchi)  correspond  to  the  following 
symbols : — 


A=0 


%  =  44 


n4=-4 
n4'=     4 


„7_ 


=-!-> 


72.a=— 4    w4,=     4    7**=      4-4    **  =    fa    ^=     8-* 

DesCloizeaux  makes  the  plane  ^'  =  i-i,  r3  =  I,  and  7**  =  —  1,  and  r5  =  1. 
Twins:  twinning-plane  —  \-i\  also  the  basal  plane  (Brewster).  Optic-axial 
plane  makes  an  angle  of  7£°  with  the  base,  'Brewster  (Dana) ;  same  angle 
for  Vesuvian  crystals  equals  12°  28'  (Klein),  about  11°  (DesCD.  Acute 
bisectrix  positive,  normal  to  clinopinacoid.  2IIa=84°  40'-85°  15',  yellow 
(Kl.).=84°  3S'-85°  4'  white  crystals,  and  =86°  40'-87°  14'  brown  crystals 
(DesCl.).     Sections  of  crystals  often  shows  a  complex  twinned  structure. 

In  other  physical  and  in  chemical  characters  these  three  sub-species  are 
hardly  to  be  distinguished. 

H.=6-6-5.  G.=3-118-3'24.  Lustre  vitreous — resinous.  Color  of 
crystals  yellowish-white,  citron-yellow,  honey-yellow,  hyacinth-red,  brownish 
(Vesuvius) ;  also  deep  garnet-red  (Brewster).  Color  of  the  mineral  occur- 
ring massive  and  in  rounded  imbedded  grains  (chondrodite  at  least  in  part) 
as  of  crystals,  also  sometimes  olive-green,  apple-green,  gray,  black.  Streak 
white,  or  slightly  yellowish,  or  grayish.  Transparent-HBubtranslucent 
Fracture  subconchoidal — uneven. 
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Oomp. — The  chemical  investigations  of  Rammelsberg  and  vom  (Rath  have  served  to  show 
a  considerable  variation  in  composition  in  the  different  varieties,  bat  do  not  give  decidedly 
different  formulas  to  the  three  types  of  Scacchi,  that  is,  the  three  minerals  described  above. 

In  general  Q.  ratio  for  Mg  :  Si=4  :  3  (lfc  :  1),  and  the  formula  then  MgbSisOi4 ;  or,  as  pre- 
ferred by  Rammelsberg,  Mg  :  Si=5  :  4  (1£  :  1),  and  the  formula  is  then  Mg6SiaOB.  In  all 
oases  part  of  the  magnesium  is  replaced  by  iron,  and  part  of  the  oxygen  by  fluorine  (Fa),  the 
amount  varying  from  2±  to  8 J-  p.  c,  but  certainly  not  dependent  (v.  Rath  and  Rainm.)  upon 
the  three  types. 

Analyses : — 


L  Humite,  Vesuvius, 

IL  Chondrodite,  Vesuvius, 

II.  Chondrodite,  Brewster^ 

IL  Chondrodite,  Sweden, 

III.  Clinohumite,  Vesuvius, 

Chondrodite  (?),  N.  Jersey,  83  97 


SiO, 

FeO 

MgO 

F 

85-63 

512 

54*45 

2-43 

83-26 

2"30 

57-92 

5  04 

84-10 

7-28 

53-72 

4*14 

33-96 

6-83 

53-51 

4-24 

3682 

5  48 

54-92 

2-40 

83  97 

3-48 

56*97 

7-44 

CaO  0-28  £10,  082=99-68,  v.  Rath. 
CaO  074  AlO,  1-06=100-32,  Ramm. 

AlO,  0-48=99*72,  Hawes. 

A108  0-72=99  26,  v.  Rath. 

AlOa  024=99-86,  v.  Rath. 

=101-68,  Ramm. 

Pyr.,  etc. — B.8.  infusible ;  some  varieties  blacken  and  then  burn  white.  Fused  with  salt 
of  phosphorus  in  the  open  tube  gives  a  reaction  for  fluorine.  With  the  fluxes  a  reaction  for 
iron.     Gelatinizes  with  acids.     Heated  with  sulphuric  acid  gives  off  silicon  fluoride. 

Diff. — Distinguishing  characters  are :  infusibility  ;  gelatinizing  with  acids ;  fluorine  reac- 
tion with  sulphuric  acid. 

Obs. — The  localities  of  the  crystallized  minerals  have  already  been  mentioned. 

The  granular  chondrodite  (?)  occurs  mostly  in  limestone.  It  is  found  in  Finland  and 
in  Sweden  :  at  Taberg  in  Wermland  ;  at  Boden  in  Saxony  ;  on  Loch  Ness  in  Scotland  ;  at 
Achmatovsk  in  the  Ural,  etc.  Abundant  in  the  counties  of  Sussex.  N.  J.,  and  Orange.  N.  Y., 
where  it  is  associated  with  spinel.  In  iV.  Jersey,  at  Bryam  ;  at  Sparta;  at  Vernon,  Lookwood, 
and  Franklin.  In  N.  York,  in  Orange  Co.,  in  Warwick,  Monroe,  etc. ;  near  Bdenville;  at 
the  Tilly  Foster  Iron  Mine,  Brewster.  Putnam  Co.  In  Mass. ,  at  Chelmsford.  In  Perm. ,  near 
Chadsford.  In  Cantida,  in  limestone  at  St.  Crosby  ;  St.  Jerome  ;  St  Adele  ;  GrenvilJe,  etc., 
abnndant. 


TOURMALINE.    Turmalin,  Germ. 
Rhombohedral.   11 A 11  =  103°,  O  A  R  =  134°  3' ;  o  =  0-89526.    \  A  \  = 


600 


Gouveraeur,  N.  Y.  St.  Lawrence  Co. ,  N.Y. 

154°  59',  i  ,\i  =  133°  8',  i-2  A  i5  =  155°  14',  i-2  A  £3  =  142°  26'.     Usually 
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hemihedral,  being  often  unlike  at  the  opposite  extremities,  or  hemiinorphic, 
and  the  prisms  often  triangular.  Cleavage :  It,  — £.  and  i-2,  difficult. 
Sometimes  massive  compact ;  also  columnar,  coarse  or  fine,  parallel  or 
divergent. 

H/=7-7#5.  G.=2-94-3-3.  Lustre  vitreous.  Color  black,  brownish- 
black,  bluish-black,  most  common  ;  blue,  green,  red,  and  sometimes  of  rich 
shades ;  rarely  white  or  colorless ;  some  specimens  red  internally  and  green 
externally ;  and  others  red  at  one  extremity,  and  green,  blue,  or  black  at 
the  other.  Dichroic  (p.  161).  Streak  uncolored.  Transparent— opaque  ; 
greater  transparency  across  the  prism  than  in  the  line  of  the  axis.  Irac- 
ture  subconchoidal — uneven.     Brittle.     Pyroelectric  (p.  165). 

Var.— 1.  Ordinary.  In  crystals,  (a)  Rubdlite ;  the  red  sometimes  transparent,  {b)  Indi- 
coUte:  the  blue,  either  pale  or  bluish-black  ;  named  from  the  indigo-blue  color,  (e)  Brazilian 
Samphire  (in  jewelry) ;  Berlin-blue  and  transparent;  (d)  Brazilian  Emerald^  Gkrytotite  <or 
Peridot)  of  Brazil ;  green  and  transparent,  (e)  Peridot  of  Ceylon  ;  honey-yellow.  (/)  Ae/t- 
roite;  colorless  tourmaline,  from  Elba,  (g)  Aphrizite;  black  tourmaline,  from  Kragerue, 
Norway,  (h)  Columnar  and  black;  coarse  columnar.  Resembles  somewhat  hornblende,  but 
has  a  more  resinous  fracture,  and  is  without  distinct  cleavage  or  anything  like  a  fibrous 
appearance  in  the  texture. 

Oomp. — Q.  ratio  of  all  varieties  for  R  :  Si =8  :  2  (Rammelsberg),  consequently  the  general 
nil  ti 

formula  is  R3(Re,R)SiO».  R  may  represent  here  H,  K,  Na,  Li ;  also  R=Mg(Ca),Fe,Mn,  and 
R=&L,B9 ;  further  than  this  the  Si  is  often  in  part  replaced  by  F«.  Rammelsberg  distin- 
guishes two  groups,  where  the  Q.  ratio  for  B  :  Al  :  Si=3  :  (*  :  8,  and  (2)  with  the  Q.  ratio  for 
B  :  Al :  Si=l  :  3  :  3.     In  the  first  group  fall  most  of  the  yellow,  brown,  and  black  varieties. 

u     i 
the  bivalent  elements  (Mg,Fe)  predominating,  the  general  formula  being  Ra(R«)R,Si«Os». 
The  second  group  includes  the  colorless,  red,  and  slightly  green  kinds,  the  univalent  elements 

appearing  most  prominent,  especially  lithium.     The  general  formula  is  R«(R3)fthSiv044. 

Several  distinct  varieties  are  made  under  these  groups,  which  will  be  sufficiently  illustrated 
by  the  following  analyses,  by  Rammelsberg.  I.  Gouverneur,  brown-;  G.  =3*(K9.  II.  Haddam, 
black;  G.=3130.  III.  Goshen,  bluish -black ;  G.=3203.  IV.  Paris,  Me.,  red;  G.=3019. 
V.  Chesterfield,  Mass.,  green;  G.=3  069. 

SiO,  B80,  AlO,  FeO  MnO  MgO  CaO  Na,0  KaO  Li,0  F  H,0 

I.  38-85  (8-35)  31  32  1*14  —  14  89  1-60  1-28    0-26     —  2'31=100H)0 

II.   8750  (9-02)  30-87  854     8-60  1-33  1-flO    073     —  1-81  =  100-00 

III.  36-22  1065  33-35  11-95  1*25  0*63     175    040  0*84  0*82  221  =  10082 

IV.  3819     9-97  42-63      1-94  039  0-45  260    068  117  118  2-00=10020 

V.   38-46     9-73  86-80  6-38  078  188  —  247    047  0-72  055  2-31  =  10035 

Pyr.,  etc. — I.  fuse  rather  easily  to  a  white  blebby  glass  or  slag ;  II.  fuse  with  a  strong  heat 
to  a  blebby  slag  or  enamel ;  III.  fuse  with  difficulty,  or,  in  some,  only  on  the  edges;  IV.  fuse 
on  the  edges,  and  often  with  great  difficulty,  and  some  are  infusible  ;  V.  infusible,  but  becom- 
ing white  or  paler.  With  the  fluxes  many  varieties  give  reactions  for  iron  and  manganese. 
Fused  with  a  mixture  of  potassium  bisulphate  and  fluorite  gives  a  strong  reaction  for  boracic 
acid.  By  heat  alone  tourmaline  loses  weight  from  the  evolution  of  silicon  fluoride  and  per- 
haps also  boron  fluoride ;  and  only  after  previous  ignition  is  the  mineral  completely  decom- 
posed by  fluohydric  acid.  Not  decomposed  by  acids  (Ramm. ).  After  fusion  perfectly  decom- 
posed by  sulphuric  acid  (v.  Kobell). 

Diff. — Distinguished  by  its  form,  occurring  commonly  in  three  sided,  or  six-sided  prisms; 
absence  of  cleavage  (unlike  hornblende).  It  is  less  easily  fusible  than  garnet  or  veBuvianite. 
B.B.  (see  below)  gives  a  green  flame  (boron). 

Obs. — Tourmaline  is  usually  found  in  granite,  gneiss,  syenite,  mica,  chloritic  or  talcose  schist, 
dolomite,  granular  limestone,  and  sometimes  in  sandstone  near  dykes  of  igneous  rocks.  The 
variety  in  granular  limestone  or  dolomite  is  commonly  brown. 

Prominent  localities  are  Katherinenburg  in  Siberia ;  Elba ;  Windisch  Eappell  in  Carinthia  ; 
Rozena ;  Airolo,  Switzerland ;  St.  Gothard.  In  Great  Britain.  Bovey  Tracey  in  Devon ; 
Cornwall,  at  different  localities  ;  Aberdeen  in  Scotland,  etc. 

In  the  U.  States,  in  Maine,  at  Paris  and  Hebron.  In  A/am.,  at  Chesterfield ;  at  Goshen,  bine. 
In  N.  Hamp.,  Grafton ;  Acworth,  etc.   In  Conn.,  at  Monroe  and  Haddam,  black.  In  2i.  York, 
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near  Gouverneur;  near  Port  Henry,  Essex  Co.,  enclosing  orthoclase  (see  p.  100) ;  Pierrepont; 
near  Edenville.  In  Perm. ,  near  UnionviUe ;  at  Chester ;  Middletown,  and  elsewhere.  In 
Canada^  at  G.  Calumet  Id.  ;  at  Fitzroy,  C.  W. ;  at  Hunterstown,  C.  £. ;  at  Bathurst  and 
Elmsley,  C.  W. 


Geiilenite. —Tetragonal.  Color  grayish-green.  Q.  ratio  for  R  :  ft  :  Si=3  :  8  :  4,  or  3  :  2 
for  bases  and  silicon.  Formula  Ca«ftSiaOio,  with  ft=Al  :  Fe=5  :  1 ;  this  requires  Silica  29*9, 
alumina  21*5,  iron  sesquioxide  6*6.  lime  4*20=100.    Mt.  Monzoni,  Fassathal,  Tyrol. 

ANBALUSITB. 

Orthorhombie.     I A  7=  90°  48',  O  A  1-1  =  144°  32' ;  c  :  I :  &  =  0-71241 
:  1*01405  :  1.     Cleavage  :  /  perfect  in  crystals  from 
Brazil ;  i-i  less  perfect;  i-l  in  traces.     Massive,  im- 
perfectly columnar,  sometimes  radiated,  and  granular. 

H.=7'5  ;  in  some  opaque  kinds  3-6.  G.  =  3  05- 
3*35,  mostly  3-1-3*2.  Lustre  vitreous  ;  often  weak. 
Color  whitish,  rose-red,  flesh-red,  violet,  pearl-gray, 
reddish-brown,  olive-green.  Streak  uncolored.  Trans- 
parent to  opaque,  usually  subtranslncent.     Fracture 


uneven,  subconchoidal. 

Var. — 1 .  Ordinary.  H.  =  7 *5  on  the  basal  face,  if  not  elsewhere. 
2.  ChioMtolite  (macle),  Sterling,  Mass.  Stout  crystals  having  the 
axis  and  angles  of  a  different  color  from  the  rest,  owing  to  a  regu- 
lar arrangement  of  impurities  through  the  interior,  and  hence  ex- 
hibiting a  colored  cross,  or  a  tesselated  appearance  in  a  transverse 
section.  H.  =3-7*5,  varying  much  with  the  degree  of  impurity. 
The  following  figure  shows  sections  of  some  crystals  (see  also  p.  110). 

604 

□□HEHHEE 

Oomp — Q.  ratio  for  ft  :  Si=3  :  2 ;  AlSiO»= Silica  36*9,  alumina  63  1=100.  Sometimes  a 
little  FeOa  is  present. 

Pyr.,  etc. — B.B.  infusible.  With  cobalt  solution  gives  a  blue  color.  Not  decomposed  by 
acids.     Decomposed  on  fusion  with  caustic  alkalies  and  alkaline  carbonates. 

Dirt — Distinguishing  characters  :  inf nubility  ;  hardness ;  and  the  form,  being  nearly  that 
of  a  square  prism,  unlike  staurolite. 

Obs. — Most  common  in  argillaceous  schist,  or  other  schists  imperfectly  crystalline ;  also  in 
gneiss,  mica  schist,  and  related  rocks.  Found  in  Spain,  in  Andalusia,  and  thence  the  name 
of  the  species  ;  in  the  Tyrol,  Lisens  vaUey  ;  in  Saxony,  at  Braunsdorf,  and  elsewhere.  In 
Ireland.  In  Brazil,  province  of  Minos  Geraes  (transparent).  Common  in  crystalline  rocks  of 
New  England  and  Canada;  good  crystals  have  been  obtained  in  Delaware  Co.,  Penn.,  etc.; 
also  in  California ;  in  Mass.,  at  Sterling  (chiastolite). 


FTBROUTB.    Buoholzite.     Sillimanite. 

Monoclinic.  I A 1=  96°  to  98°  in  the  smoothest  crystals  ;  usually  larger, 
the  faces  /  striated,  and  passing  into  i-2.  Cleavage  :  i-l  very  perfect,  bril- 
liant. Crystals  commonly  long  and  slender.  Also  fibrous  or  columnar 
massive,  sometimes  radiating. 
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H.=6-7.  G.=3*2-3-3.  Lustre  vitreous,  approaching  subadatnantine. 
Color  hair-brown,  grayish-brown,  grayish-white,  grayish-green,  pale  ^live- 
green.     Streak  uncolored.     Transparent  to  translucent. 

Var. — 1.  SUlimanite  In  long,  slender  crystals,  passing  into  fibrous,  with  the  fibres  separ- 
able. 2.  FibroUle.  Fibrous  or  fine  columnar,  firm  and  compact,  sometimes  radiated  ;  gray- 
ish-white to  pale  brown,  and  pale  olive-green  or  greenish- gray.  BuchoUUe  and  monro&U  are 
here  included ;  the  latter  is  radiated  columnar,  and  of  the  greenish  color  mentioned. 

Comp. — AlSiOft,  as  for  andalusite=  Silica  86*0,  alumina  63  1=100. 

Fyr.,  etc.— Same  as  given  under  andalusite. 

Di& — Distinguished  from  tremolite  by  its  infusibility ;  also  by  its  brilliant  diagonal  cleav- 
age, in  which  and  in  its  specific  gravity  it  differs  from  cyanite. 

Obs. — Occurs  in  gneiss,  mica  schist,  and  related  metamorphic  rooks.  In  the  Fassathal, 
Tyrol  (buehofzite) ;  at  Bodenmais  in  Bavaria,  etc.  In  the  United  States,  at  Worcester,  Mas*. 
Near  Norwich,  Conn.  ;  at  Chester,  near  Saybrook  {siUimanite).  In  N.  York%  in  Monroe, 
Orange  Co.  (monroUtt).  In  Penn.t  at  Chester  on  the  Delaware;  in  Delaware  Co.,  etc  In 
Ddaware^  at  Brandy  wine  Springs.    In  N.  Carolina,  with  corundum. 

Fibrolite  was  much  used  for  stone  implements  in  western  Eurooe  in  the  "  Stone  age.*' 

Worthite,  a  hydrous  fibrolite  ;  Wkstanite  (Sweden)  is  related  in  composition. 


N  CYANITE.    Kyanite.    Disthene. 

Triclinic.  In  flattened  prisms ;  0  rarely  observed.  Crystals  oblong, 
usually  very  long  and  blade- like.  Cleavage:  i-l  distinct;  i-t  less  so;  O 
imperfect.     Also  coarsely  bladed  columnar  to  subfibrous. 

ll.=5-7'25,  the  least  on  the  lateral  planes.  G.= 3*45-3-7.  Lustre  vit- 
reous— pearly.  Color  blue,  white,  blue  along  the  centre  of  the  blades  or 
crystals  with  white  margins ;  also  gray,  green,  black.  Streak  uncolored. 
Translucent — transparent. 

Var* — The  white  cyanite  is  sometimes  called  Rhcetizite. 

Comp.— AlSiO»= Silica  369,  alumina  631=100,  like  andalusite  and  fibrolite. 
•   Fyr.,  etc. — Same  as  for  andalusite. 

Diff. — Unlike  the  amphibole  group  of  minerals  in  its  infusibility  ;  occurrence  in  thin-bladed 
prisms  characteristic. 

Obs. — Occurs  principally  in  gneiss  and  mica  slate.  Found  at  St.  Gothard  in  Switzerland ; 
at  Greiner  and  Pfitsch  in  the  Tyrol;  also  in  Styria;  Garinthia;  Bohemia.  In  Jtffi*s.»  at 
Chesterfield,  etc.  In  Conn.,  at  Litchfield;  at  Oxford.  In  Vermont,  at  ThetfonL  In  Perm., 
in  Chester  Co.;  and  Delaware  Co.    In  JV.  Carolina. 


TOPAZ. 

Orthorhombic.  I A I  =  124°  17',  O  A  1-t  =  138°  3' ;  h  :  I :  d  =0-90243 
:  1-8920  :  1.  O  A 1  =  134°  25',  1  A 1,  macr.,  =  141°  0'.  Crystals  usually 
heinihfedral,  the  extremities  being  tinlike;  habit  prismatic.  Cleavage: 
basal,  highly  perfect.     Also  firm  columnar ;  also  granular,  coarse  or  fine. 

H.=8.  G.= 3-4-3-65.  Lustre  vitreous.  Color  straw-yellow,  wine- 
yellow,  white,  grayish,  greenish,  bluish,  reddish  ;  pale.  Streak  uncolored. 
Transparent — subtransnicent.      Fracture  subconchoidal,   uneven.     Pyro- 
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electric.  Optic-axial  plane  i-i ;  divergence  very  variable,  sometimes  differ- 
ing much  in  different  parts  of  the  same  crystal ;  bisectrix  positive,  normal 
to  O. 


610 
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Sohneckenstein. 


Oomp. — AlSiO»,  with  part  of  the  oxygen  replaced  by  fluorine  (P») ;  ratio  of  F2  :  0=1  :  5= 
Silicon  15*17,  aluminum  29*58,  oxygen  3467,  fluorine  20-58=100. 

Pyrn  etc. — B.B.  infusible.  Some  varieties  take  a  wine-yellow  or  pink  tinge  when  heated. 
Fused  in  the  open  tube  with  salt  of  phosphorus  gives  the  reaction  for  fluorine.  With  cobalt 
solution  the  pulverized  mineral  gives  a  fine  blue  on  heating.  Only  partially  attacked  by  sul- 
phuric acid. 

Diff. — Distinguishing  characters: — hardness,  greater  than  that  of  quartz;  inf usibility ; 
perfect  basal  cleavage.     B.B.  yields  fluorine. 

Obs. — Topaz  occurs  in  gneiss  or  granite,  with  tourmaline,  mica,  and  beryl,  occasionally 
with  apatite,  fluorite,  and  tin  ore ;  also  in  tolcose  rock,  as  in  Brazil,  with  euclase,  etc.,  or 
in  mica  slate.  Fine  topazes  come  from  the  Urals ;  Kamschatka ;  Brazil ;  in  Cairngorm, 
Aberdeenshire ;  at  the  tin  mines  of  Bohemia  and  Saxony.  PhysaUte  (a  coarse  variety),  occurs 
at  Fossum,  Norway  ;  also  in  Durango,  Mexico ;  at  La  Paz,  province  of  Guanaxuato.  In  the 
United  States,  in  Conn.,  at  Trumbull.  In  Jv.  Car.,  at  Crowder's  Mountain.  In  Utah,  in 
Thomas's  Mts. ;  from  gold  washings  of  Oregon. 


BUOLASIL 


Monoclinic.     C  =  79°  W=  O  A  i-i,  I A  /=  115°  0\  O  A 14  =  146°  45' ; 
c:b:d  =  1-02943  : 1-5446  :  1  =  1 : 1-50043  :  0-97135. 
Cleavage :  i-i  very  perfect  and  brilliant ;  O,  i-i  much 
less  distinct.     Found  only  in  crystals. 

H.==7'5.  G.  =  3*098  (Haid.)/  Lustre  vitreous,  some- 
what pearly  on  the  cleavage-face.  Colorless,  pale  moun- 
tain-green, passing  into  blue  and  white.  Streak  un- 
eolored.  Transparent ;  occasionally  subtransparent. 
Fracture  conchoidal.     Very  brittle. 

Oomp.— Q.  ratio  for  H  :  Be  :  M  :  Si=l  :  2  :  8  :  4,  forR  :  8i=8  :  2 
(H,=R,  and  SR=M\  formula,  H9BetAlSiaOio= Silica  41  '20,  alumina 
35-23,  glucina  1789,  water  619=100. 

Pyr.,  etc.— In  the  closed  tube,  when  strongly  ignited,  B.B.  gives  off 
water  (Damour).  B.B.  in  the  forceps  cracks  and  whitens,  throws  out 
points,  and  fuses  at  5  5  to  a  white  enamel.    Not  acted  on  by  acids. 

Obs-— Occurs  in  Brazil,  at  Villa  Rica ;  in  southern  Ural,  near  the  r  ver  Sanarka. 
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DE8CBIPTIVE  MINERALOGY. 


DATOUTB.    Humboldtite. 

Monoclinic.  0=89°  54'=  0  (below)  Ai-i,  I A  7=115°  3',  OaU  = 
162°  27' ;  c  :  h  :  a  =  0-49695  :  1-5712  :  1.  0  A  -24  =  135°  13',  0  A 1  = 
149°  33',  I A  /front  =  115°  3',  24  A  24,  ov.  0,  =  115°  21',  iri  A  i-*ty  ov.  it, 
=  76°  18',  44  A  44,  ov.  Oy  =  76°  88.  Cleavage :  O  distinct.  Also  botrv- 
oidal  and  globular,  having  a  columnar  strncture  ;  also  divergent  and  radi- 
ating ;  also  massive,  granular  to  compact. 


Bergen  Hill. 


Bergen  Hill. 


ArendaL 


II.=5-5-5.  G.=2*8-3;  2989,  Arendal,  Haidinger.  Lustre  vitreons, 
rarely  subresinons  on  a  surface  of  f racture  ;  color  white ;  sometimes  gray- 
ish, pale-green,  yellow,  red,  or  amethystine,  rarely  dirty  olive-green  or 
honey-yellow.  Streak  white.  Translucent;  rarely  opaque  white.  Frac- 
ture uneven,  snbconchoidal.  Brittle.  Plane  of  optic-axes  t'4 ;  angle  of 
divergence  very  obtuse  ;  bisectrix  makes  an  angle  or  4°  with  a  normal  to  ii. 

Var.— 1.  Ordinary.    In  crystals,  glassy  in  aspect.     Usual  forms  as  in  figures.    2.  Cmfod 
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massive.  White  opaque,  breaking  with  the  surface  of  porcelain  or  Wedgewood  ware.  From 
the  L.  Superior  region.  3.  Botryoidal ;  BotryoUte.  Radiated  columnar,  having  a  botryoidal 
surface,  and  containing  more  water  than  the  crystals.  The  original  locality  of  both  the  crys- 
tallized and  botryoidal  was  Arendal,  Norway.  Haytorite  is  datolite  altered  to  chalcedony, 
from  the  Haytor  Iron  Mine,  England. 

Comp— Q.  ratio  forH  :  Ca  :  B  :  Si=l  :  2  :  8  :  4,  like  enchase:  formula  H2Ca*BaSi»O,0= 
Silica  37*5,  boron  trioxide  21*9,  lime 350,  water5'6— 100.  Botryolite contains  10*64  p.c.  water. 

Pyr.,  etc. — In  the  closed  tube  gives  off  much  water.  B.B.  fuses  at  2  with  intumescence  to 
a  clear  glass,  coloring  the  flame  bright  green.    Gelatinizes  with  hydrochloric  acid. 

Diflf — Distinguishing  characters:  glassy  lustre:  usually  complex  crystallization;  B.B. 
fuses  easily  with  a  green  flame  ;  gelatinizes  with  acids. 

Obs. — Datolite  is  found  in  trappean  rocks ;  also  in  gneiss,  dioryte,  and  serpentine  ;  in  me- 
tallic veins ;  sometimes  also  in  beds  of  iron  ore.  Found  in  Scotland  ;  at  Arendal ;  at  Andreas- 
berg  ;  at  Baveno  near  Lago  Maggiore  ;  at  the  Seisser  Alp,  Tyrol ;  at  Toggiana  in  Modena,  in 
serpentine.  In  good  specimens  at  Roaring  Brook,  near  New  Haven ;  also  at  many  other 
localities  in  the  trap  rocks  of  Connecticut ;  in  N.  Jersey,  at  Bergen  Hill ;  in  the  Lake  Superior 
region,  and  on  Isle  Boyale.     Santa  Clara,  CaL ,  with  garnet  and  vesuvianite. 


TITANITE.    Sphene. 

Monoclinic.  C  =  60°  17'  =  O  A  i-i ;  lAf=  113°  31',  O  A 14  =  159° 
39' ;  c  :  b  :  d  =  0*56586  :  1*3251  :  1.  Cleavage :  /  sometimes  nearly  per- 
fect ;  i-i  and  —1  much  less  so ;  rarely  (in  greenovite)  2  easy,  —2  less  so ; 
'sometimes  hemimorphic.  Twins :  twinning-plane  i-i ;  usually  producing 
thin  tables  with  a  reentering  angle  along  one  side  ;  sometimes  elongated, 
as  in  f.  623.     Sometimes  massive,  compact ;  rarely  lamellar. 


Lederite. 


Spinthere.        Schwarzenstein. 

H.=5-5-5.     G.=3*4-3-56.    Lustre  adamantine — resinous.    Color  brown, 
gray,  yellow,  green,  and  black.    Streak  white,  slightly  reddish  in  greenovite. 
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Transparent— opaque.  Brittle.  Optic-axial  plane  i-\  ;  bisectrix  positive, 
very  closely  normal  to  14  (x) ;  double  refraction  strong ;  axial  divergence 
53°-56°  for  the  red  rays,  46°-45°  for  the  blue ;  DesCl. 

Comp.,  Var.— Q.  ratio  for  Ca  :  Ti :  Si=l  :  2  :  2,  or  making  the  Ti  bade  (Ti=2B),  R  :  Si 
=3:2:  formula  (equivalent  to  RSi06)  CaTiSiO»= Silica  30*61,  titanic  oxide  40*82,  lime  28-57 
=100. 

Var. — Ordinary,  (a)  Titanite  ;  brown  to  black,  the  original  being  thus  colored,  also  opaqae 
or  subtranslucent.  (b)  Sphene  (named  from  <r<pjv9awedge) ;  of  light  shades,  as  yellow,  green- 
ish, etc. ,  and  often  translucent ;  the  original  was  yellow.  Manganesian  ;  QreenovUe.  Red 
or  rose-colored,  owing  to  the  presence  of  a  little  manganese.  In  the  crystals  there  is  a  great 
diversity  of  form,  arising  from  an  elongation  or  not  into  a  prism,  and  from  the  occurrence  of 
the  elongation  in  the  direction  of  different  diameters  of  the  fundamental  form. 

Pyr.,  etc. — B.  B.  some  varieties  change  color,  becoming  yellow,  and  fuse  at  3  with  intu- 
mescence, to  a  yellow,  brown,  or  black  glass.  With  borax  they  afford  a  clear  yellowish-green 
glass.  Imperfectly  soluble  in  heated  hydrochloric  acid ;  and  if  the  solution  be  concentrated 
along  with  tin,  it  becomes  of  a  fine  violet  color.  With  salt  of  phosphorus  in  R.F.  gives  a 
violet  bead  ;  varieties  containing  much  iron  require  to  be  treated  with  the  flux  on  charcoal 
with  metallic  tin.     Completely  decomposed  by  sulphuric  and  fluohydric  acids. 

"Diff. — The  resinous  lustre  is  very  characteristic  ;  and  its  commonly  occurring  wedge-shaped 
form.     B.B.  gives  a  titanium  reaction. 

Obs. — Titanite  occurs  in  imbedded  crystals,  in  granite,  gneiss,  mica  schist,  syenite,  chlorite 
schist,  and  granular  limestone  ;  also  in  beds  of  iron  ore,  and  volcanic  rocks,  and  often  asso- 
ciated with  pyroxene,  hornblende,  chlorite,  scapolite,  zircon,  etc.  Found  at  St.  Gothard,  and 
elsewhere  in  the  Alps;  in  the  protogine  of  Chamouni  (pietite,  Sans.)*  at  Ala,  Piedmont 
(Ugurite) ;  at  Arendal,  in  Norway  ;  at  Achmatovsk,  Urals;  at  St.  Marcel m  Piedmont (#7Y>n* 
mite,  Duf .) ;  at  Schwarzenstein,  Tyrol ;  in  the  Untersulzbaohthal  in  Pinzgau  ;  near  Tavistock ; 
near  Tremadoc,  in  North  Wales. 

Occurs  in  Canada,  at  Grenville,  Elmsley,  eta  In  Maine,  at  Sanford.  In  Mass,,  at  Bol- 
ton ;  at  Pelham.  In  N.  York,  at  Gouverneur ;  at  Diana,  in  dark-brown  crystals  (Wmfe); 
in  Orange  Co. ;  near  Edenville ;  near  Warwick.  In  JV.  Jersey,  at  Franklin.  In  Penn.,  Bucks 
Co.,  near  Attleboro*. 

Guakinite.— Same  composition  as  titanite,  but  orthorhombio  (v.  Lang  and  Guiscardi;  in 
crystallization.     Color  yellow.     Mt  Somma. 

Keilhadite  (Yttrotitanite). — Near  sphene  in  form  and  composition,  but  containing  alu- 
mina and  yttria.     Arendal,  Norway. 

T schekfk in ite. —Analogous  to  keilhauite  in  composition,  containing,  besides  titanium, 
also  cerium  (La,Di).     Occurs  massive.     Umen  Mta, 


8TAUROUTB. 


Orthorhombio.    I A 1=  129°  20',  OM-i  =  124°  46' ;  c  :  I  :  &  =  1-4406 
2*11233  :  1.    Cleavage :  i4  distinct,  but  interrupted ;  1  in  traces-    Twins 


627 


cruciform :  twinning-plane  i-\  (f.  628) ;  f-i  (f.  629);  and  ff  (f.  630).   Fig. 
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031  is  a  drilling  according  to  the  last  method  of  twinning,  and  in  f .  632  both 
methods  are  combined.     See  also 
p.  90  and  p.  98.      Crystals  often 
with    rough    surfaces.      Massive 
forms  unobserved. 

II.=7-7'5.  G.=3-4-3-8.  Sub- 
vitreous,  inclining  to  resinous. 
Color  dark  reddish-brown  to 
brownish-black,  and  yellowish- 
brown.  Streak  nncolored  to 
grayish.  Translucent — nearly  or 
quite  opaque.  Fracture  conehoidal. 

Oomp.,  Var. — Q.  ratio,  according  to  Rammelsberg,  f  or  R  :  ft  :  Si =2  :  9  :  6  (where  R  is  Fe 
and  Mg,  and  also  includes  Ha,  with  H«  :  R=l  :  3).  Formula  H2R3Alft?ifl08«  (if  Mg  :  Fe=l  :  8) 
=Silica  30-37,  alumina  51-92,  iron  protoxide  13  "66,  magnesia  2 '58,  water  1-52=100.  The 
iron  was  first  taken  as  Fe03,  but  Mitscherlich  showed  that  it  was  really  FeO.  Staurolite 
often  includes  impurities,  especially  free  quartz,  as  first  shown  by  Lechartier,  and  since  then 
by  Fischer,  Lasaulx,  and  Rammelsberg.  This  is  the  cause  of  the  variation  in  the  amount  of 
silica  appearing  in  most  analyses,  there  being  sometimes  as  much  as  50  p.  o. 

Pyr.,  etc. — B.B.  infusible,  excepting  the  magnesian  variety,  which  fuses  easily  to  a  black 
magnetic  glass.  With  the  fluxes  gives  reactions  for  iron,  and  sometimes  for  manganese. 
Imperfectly  decomposed  by  sulphuric  acid. 

DHL — Always  in  crystals ;  the  prisms  obtuse,  having  an  angle  of  129°. 

Obs. — Usually  found  in  mica  schist,  argillaceous  schist,  and  gneiss  ;  often  associated  with 
garnet,  cyanite,  and  tourmaline.  Occurs  with  cyanite  in  paragonite  schist,  at  Mt.  Campione, 
Switzerland ;  at  the  Greiner  mountain,  and  elsewhere  in  the  Tyrol ;  in  Brittany ;  in  Ireland. 
Abundant  throughout  the  mica  slate  of  New  England.  In  Maine,  at  Windham,  and  elsewhere. 
In  Mas*.,  at  Chesterfield,  etc.    In  Penn.    In  Georgia,  at  Canton ;  and  in  Fannin  Co. 

Schoblomite. — Q.  ratio  for  CaH-FeH-Ti  :  Si=2  :  1,  nearly.  Analysis  by  Ramm.,  Arkan- 
sas, SiO,  26-09,  TiOa  21  »4,  FeO,  2011,  FeO  157,  CaO  2938,  MgO  1  '36=99-85.  Color  black. 
Fracture  conchoidaL    Magnet  Cove,  Arkansas ;  Kaiserstuhlgebirge  in  Breisgau. 


HYDROUS    SILICATES. 


L  General  Section.    A.  Bisilicates. 


PBOTOXJTB. 

Monoclinic,  isomorphous  with  wollastonite,  Greg.  Cleavage :  i-i  (orthod.) 
perfect.  Twins :  twinning-plane  i-i.  Usually  in  close  aggregations  of  aci- 
cular  crystals.     Fibrous  massive,  radiated  to  stellate. 

II. =5.  G.= 2*68-2-78.  Lustre  of  the  surface  of  fracture  silky  or  sub- 
vitreous.  Color  whitish  or  grayish.  Subtranslucent  to  opaque.  Tough. 
For  Bergen  mineral  optic-axial  plane  parallel  to  orthodiagonal,  and  very 
nearly  normal  to  i-i ;  acute  bisectrix  positive,  parallel  to  orthodiagonal,  and 
obtuse  bisectrix  nearly  normal  to  cleavage-plane  or  i4 ;  axial  angle  in  oil, 
through  cleavage-plates,  143°-145° ;  DesCl. 

Var.— Almost  always  columnar  or  fibrous,  and  divergent,  the  fibres  often  2  or  3  inches  long, 
and  sometimes,  as  in  Ayrshire,  Scotland,  a  yard.  Resembles  in  aspect  fibrous  varieties  of 
aatrolite,  okenite,  thomsonite,  treinolite,  and  wollastonite. 
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Comp.—Q.  ratio  for  H  :  Na  :  Ca  :  Si=l  11:4:12,  and  for  R  :  Si  (where  R  includes  Ca, 
and  H9,Na,)=l  :  2,  like  wollastonite ;  hence  formula  HNaCaaSi,0,= Silica  54*2,  lime  38-8, 
soda  9  3,  water  2-7=100.  If  the  H  does  not  belong  with  the  bases,  then  the  formula  may  be 
(Ramm.)  NaaCa4Si60n+aq. 

Pyr.,  etc. — In  the  closed  tube  yields  water.  B.B.  fuses  at  2  to  a  white  enameL  Gela- 
tinizes with  hydrochloric  acid.     Often  gives  out  a  light  when  broken  in  the  dark. 

Obs. — Occurs  mostly  in  trap  and  related  rocks,  in  cavities  or  seams ;  occasionally  in  meta- 
morphic  rocks.  Found  in  Scotland,  near  Edinburgh;  in  Ayrshire;  and  at  Taliver,  etc.,  L 
Skye;  at  Mt.  Baldo  and  Mt  Monzoni  in  the  Tyrol ;  in  Wermland ;  at  Bergen  Hill,  N.  J.; 
compact  at  Isle  Boyale,  L.  Superior. 


Monoclinic. 


\£W 


IiAUMONTTTE.    Caporcianite. 

C=  68°  40',  lAl=  86°  16',  O  A  U  =  151°  9' ;  c  :  b  :  d  = 
0*516  :  0*8727  :  1.  Prism  with  very  oblique  terminal  plane 
2-i,  the  most  common  form.  Cleavage:  i-b  and  /perfect; 
i-i  imperfect.  Twins:  twimiing-plane  i-i.  Also  columnar, 
radiating  or  divergent. 

H.=3-5-4.  G.=2-25-2*36.  Lustre  vitreous,  inclining 
to  pearly  upon  the  faces  of  cleavage.  Color  white,  passing 
into  yellow  or  gray,  sometimes  red.  Streak  uncolored. 
Transparent — translucent;  becoming  opaque  and  usually 
pulverulent  on  exposure.  Fracture  scarcely  observable, 
uneven.  Not  very  brittle.  Double  refraction  weak;  optic- 
axial  plane  i\\  divergence  52°  24'  for  the  red  rays;  bisec- 
trix negative,  making  an  angle  of  20°  to  25°  with  a  normal 
to  i-i ;  I)esCl. 


Oomp.—Q.  ratio  for  R  :  R  :  Si  :  H-l  :  3  :  8  :  4  ;  and  R  :  Si=l  :  2  (3R=ft).  R=Ca,  R 
=Al,  and  the  formula  is  hence  CaAlSi40,a+4aq- Silica  50  0,  alumina  21 '8,  lime  11*9,  water 
16-3=100. 

Pyr.,  etc. — Loses  part  of  its  water  over  sulphuric  acid,  but  a  red  heat  is  needed  to  drive 
off  all.  B.B.  swells  up  and  fuses  at  2*7-3  to  a  white  enamel.  Gelatinizes  with  hydrochloric 
acid. 

Obs. — Laumontite  occurs  in  the  cavities  of  trap  or  amygdaloid  ;  also  in  porphyry  and  sye- 
nite, and  occasionally  in  veins  traversing  clay  slate  with  caJcite.  Its  principal  localities  are 
at  the  Faroe  Islands  ;  Disko  in  Greenland  ;  in  Bohemia,  at  Eule  ;  St.  Gothard  in  Switzer- 
land ;  the  Fassathal ;  the  Kilpatrick  hills,  near  Glasgow.  Nova  Scotia  affords  fine  specimens ; 
also  Lake  Superior,  in  the  copper  region,  and  on  I.  Royale ;  also  Bergen  Hill,  N.  J. 

Okknitk. —Formula  H.OaSiaOe-haq,  having  half  the  water  basic = Silica  56*6,  lime  26  4, 
water  17*0=100.     Commonly  fibrous.     Color  white,     Faroe  Is.;  Disco,  Greenland;  Iceland. 

Gyrolite.— Occurs  in  radiated  concretions  at  the  Isle  of  Skye;  Nova  Scotia.  Formula 
perhaps  H,Ca3Si309-haq.  Centrallassite.  Related  to  okenite,  but  contains  1  molecule 
more  water.    In  trap  of  Nova  Scotia. 


CHRYSOOOLLA.    Kieselkupfer,  Oerm. 


Cryptocrystalline ;    often 
Incrusting,  or  filling  seams. 
H.=2-4.     G.= 2-2-238. 


opal-like  or  enamel-like  in  texture;  earthy. 
Sometimes  botryoidal. 

Lustre  vitreous,  shining,  earthy.  Color  moan- 
tain-green,  bluish-green,  passing  into  sky-blue  and  turqnois-blne ;  brown  to 
black  when  impure.  Streak,  when  pure,  white.  Translucent — opaque. 
Fracture  conchoidal.     Rather  sectile ;  translucent  varieties  brittle. 
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Oomp. — Composition  varies  much  through  impurities,  as  with  other  amorphous  substances, 
resulting  from  alteration.  As  the  silica  has  been  derived  from  the  decomposition  of  other 
silicates,  it  is  natural  that  an  excess  should  appear  in  many  analyses.  True  chrysocolla  cor- 
responds to  the  Q.  ratio  for  Cu  :  Si  :  H,  1:2:  2=CuSi08+2aq= Silica  34*2,  copper  oxide 
45*3,  water  20*5=100.  But  some  analyses  afford  1:2:3,  and  1:2:4.  Impure  chrysocolla 
may  contain,  besides  free  silica,  various  other  impurities,  the  color  varying  from  bluish-green 
to  brown  and  black,  the  last  especially  when  manganese  or  copper  is  present. 

Pyr.,  eta— In  the  closed  tube  blackens  and  yields  water.  B.B.  decrepitates,  colors  the 
flame  emerald-green,  but  is  infusible.  With  the  fluxes  gives  the  reactions  for  copper.  With 
soda  and  charcoal  a  globule  of  metallic  copper.    Decomposed  by  acids  without  gelatanizaUon. 

Dift — Color  more  bluish-green  than  that  of  malachite,  and  it  does  not  effervesce  with 
acids. 

Obs.— Accompanies  other  copper  ores,  occurring  especially  in  the  upper  part  of  veins. 
Found  in  most  copper  mines  in  Cornwall ;  at  Libethen  in  Hungary ;  at  Falkenstein  and 
Schwatz  in  the  Tyrol;  in  Siberia;  the  Bannat;  Thuringia;  Schneeberg,  Saxony;  Kupfer- 
berg,  Bavaria;  South  Australia ;  Chili,  etc.  In  Somerville  and  Schuyler's  mines,  New  Jersey ; 
at  Morgantown,  Pa. ;  at  Cornwall,  Lebanon  Co.  ;  Nova  Scotia,  at  the  Basin  of  Mines;  also 
in  Wisconsin  and  Michigan. 

Dkmidopfite  ;  Cyanochalcite  ;  Kesanite  ;  near  chrysocolla. 

Catapleiitb.— Analysis  (Ramm.),  SiOa  3978,  ZrO,  40-12,  CaO  345,  Na,0  7-59,  H,0  9*24 
=100*18.     Hexagonal.     Color  yellowish-brown,    Lamoe,  near  Brevig,  Norway. 


B.  UNISILICATES. 


OALAMINB.    Qalmei;   Kieselzinkerz,  Germ. 


Orthorhombic ;   heraimorphic-hemihedral.     I A 1=  104° 
148°  31',  Daubar ;  c  :  l :  a  =  0  6124  :  12850  :  1.     Cleav- 
age :   /,  perfect ;   0,  in  traces.     Also  stalactitic,  mammil- 
lated,  botryoidal,  and  fibrous  forms;   also  massive  and 
granular. 

IL=4r-5-5,  the  latter  when  crystallized.  G.= 3-16-3*9. 
Lnatre  vitreous,  O  subpearly,  sometimes  adamantine.  Color 
white ;  sometimes  with  a  delicate  bluish  or  greenisli  6hade ; 
also  yellowish  to  brown.  Streak  white.  Tran3parent — 
translucent.     Fracture  uneven.     Brittle.     Pyroelectric. 

Oomp.— Q.  ratio  for  R  :  Si :  H=l  :  1  :  T  ;  ZnaSi04+aq=  Silica  25  0, 
rinc  oxide  67  5,  water  7 '5= 100. 

Pyr.,  etc. — In  the  closed  tube  decrepitates,  whitens,  and  gives  off 
water.  B.B.  almost  infusihje  (F.=6);  moistened  with  cobalt  solution 
gives  a  green  color  when  heated.  On  charcoal  with  soda  gives  a  coating  which  is  yeUow  while 
hot,  and  white  on  cooling.  Moistened  with  cobalt  solution,  and  heated  in  O.F.,  this  coating 
assumes  a  bright  green  color.  Gelatinizes  with  acids  even  when  previously  ignited.  Decom- 
posed by  acetic  acid  with  gelatinization.     Soluble  in  a  strong  solution  of  caustic  potash. 

Diflf. — Distinguishing  characters :  gelatinizing  with  acids  ;  inf usibility ;  reaction  for  zinc. 

Obs — Calamine  and  smithsonite  are  usually  found  associated  in  veins  or  beds  in  stratified 
calcareous  rocks  accompanying  blende,  ores  of  iron,  and  lead,  as  at  Aix  la  Chapelle ;  Bleiberg 
in  Carinthia ;  Betzbanya  ;  Schemnitz.  At  Roughten  Gill  in  Cumberland  ;  at  Alston  Moor ; 
near  Matlock  in  Derbyshire ;  at  Castleton  ;  Lead  hills,  Scotland. 

In  the  United  States  occurs  with  smithsonite  in  Jefferson  county,  Missouri.  At  Stirling 
Hill,  X.  J.  In  Pennsylvania,  at  the  Perkiomen  and  Phenixville  lead  mines ;  at  Bethlehem ; 
at  Friedensville.    Abundant  in  Virginia,  at  Austin's  mines. 
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PRJUUN1TU. 

Orthorhombic.  / A  /=  99°  56\  O  A  1-t  =  146°  11  J' ;  i  :  I :  a  =  0-66963 
:  1*19035  :  1.  Cleavage :  basal,  distinct.  Tabular  crystals  often  united  by 
(9,  making  broken  forms,  often  barrel-shaped.  Usually  reniform,  globular, 
and  stalactitic  with  a  crystalline  surface.  Structure  imperfectly  columnar 
or  lamellar,  strongly  coherent ;  also  compact  granular  or  impalpable. 

IL=6-6'5.  G.= 2-8-2-953.  Lustre  vitreous;  O  weak  pearly.  Color 
light  green,  oil-green,  passing  into  white  and  gray  ;  often  fading  on  expo- 
sure. Snbtransparent — translucent ;  streak  nncolored.  Fracture  uneven. 
Somewhat  brittle. 

Oomp. — Q.  ratio  for  R  :  ft  :  Si  :  H=2  :  3  :  C  :  1,  whence,  if  the  water  is  basic,  for  bues 
and  silicon,  1:1;  formula  HaCa.AlSi,0la  or  CajAlSi.On+aq^  Silica  43*6,  alumina  24*9, 
lime  27-1,  water  4  4= 100. 

Pyr.,  etc. — In  the  closed  tube  yields  water.  B.B.  fuses  at  2  with  intumescence  to  a  Webby 
enamel-like  glars.  Decomposed  by  hydrochloric  acid  without  gelatinizing.  CouphoUte,  which 
often  contains  dust  or  vegetable  matter,  blackens  and  emits  a  burnt  odor. 

Diff. — B.  B.  fuses  readily,  unlike  beryl  and  chalcedony.  Its  hardness  is  greater  than  that  of 
the  zeolites. 

Obs  —  Occutb  in  granite,  gneiss,  syenite,  dioryte,  and  trappean  rocks  especially  the  last 
At  Bourg  d'Oisans  in  Isere ;  in  the  Fassathal,  Tyrol ;  Ala  in  Piedmont ;  Joachimsthal  in 
Bohemia ;  near  Andreasberg ;  Arendal,  Norway ;  iEdelf ors  in  Sweden ;  in  Dumbartonshire ; 
in  Renfrewshire. 

In  the  United  States,  in  Connecticut ;  Bergen  Hill,  N.  J. ;  on  north  shore  of  Lake  Superior ; 
in  large  veins  in  the  Lake  Superior  copper  region. 

Chlorabtuolite  and  Zonoculorite  from  Lake  Superior  are  mixtures,  as  shown  by 
Hawes. 

Villarsitb. — Probably  an  altered  chrysolite.  Formula  RsSi04+iaq  (or  |aq)  R=Hg  :  Fe 
=11  :  1.     Traversella. 

Oeritb,  Sweden,  and  Tritomitb,  Norway,  contain  cerium,  lanthanum,  and  didymiuxn. 
Thorite  and  Orangitb  contain  thorium     Norway. 

Paratuoritb. — In  minute  orthorhombic  crystals,  imbedded  in  danburite  at  Danbury,  Ct 
Chemical  nature  unknown. 

Pyrosmalite.— Analysis  by  Ludwig,  SiO,  3466,  FeO  27-05,  MnO  25-60,  CaO  0-52.  HgO 
0-93,  H,0  8*31,  CI  4-88=10V85»  In  hexagonal  tables.  Color  blackish-gretn.  Nya-Koppar- 
berg,  eta,  Sweden. 

APOPHYIiUTB. 


Tetragonal.     O  A 14  =  128°  38';  c  =  1-2515, 


red.    Streak  nncolored. 


Crystals  sometimes  nearly 
cylindrical  or  barrel- 
shaped.  Twin& :  twin- 
ning-plane  the  octahe- 
dron 1.  Cleavage :  0 
highly  perfect;  /  less 
so.  Also  massive  and 
lamellar. 

IL=4-5-5.  G.=2-3- 
2-4.  Lustre  of  O  pearly ; 
of  the  other  faces  vitre- 
ous. Color  white,  or 
grayish ;  occasionally 
with  a  greenish,  yellow- 
ish, or  rose-red  tint,  flesh- 
Transparent  ;  rarely  opaque.     Brittle. 
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Oomp.— Q.  ratio  for  R  :  Si :  H  usually  taken  as  1  :  4  :  2,  part  of  the  oxygen  replaced  by 
fluorine  (F,).  According  to  Rammelsberg  the  ratio  is  9  :  82  :  16 ;  he  writes  the  formula 
4(H,CaSiiOB-haq)+KF.  This  requires  :  Silica  5297,  lime  24-72,  potash  520,  water  1590, 
fluorine  2*10=100*89.  It  may  be  taken  as  a  unisilicate  if  part  of  the  silica  is  considered 
accessory. 

Pyr.,  etc. — In  the  closed  tube  exfoliates,  whitens,  and  yields  water,  which  reacts  acid.  In 
the  open  tube,  when  fused  with  salt  of  phosphorus,  gives  a  fluorine  reaction.  B.  B.  exfoliates, 
colors  the  flame  violet  (potash),  and  fuses  to  a  white  vesicular  enamel.  F.=l*5.  Decom- 
posed by  hydrochloric  acid,  with  separation  of  slimy  silica. 

Diff. — Distinguishing  characters :  its  occurrence  in  square  prisms  ;  its  perfect  basal  cleav- 
age, and  pearly  lustre  on  the  base. 

Obs. — Occurs  commonly  in  amygdaloid  and  related  rocks,  with  various  zeolites  ;  also  occa- 
sionally in  cavities  in  granite,  gneiss,  etc.  Greenland,  Iceland,  the  Faroe  Islands,  Andreas- 
berg,  Poonah  and  Ahmednuggar  in  Hindostan,  afford  fine  specimens.  In  America,  found  in 
Nova  Scotia ;  Bergen  Hill,  N.  J.;  the  Cliff  mine,  Lake  Superior  region. 

CriALCOMORPHrrE  (v.  Rath),  from  limestone  inclosures  in  the  lava  of  Niedermendg. 
Hexagonal.     Essentially  an  hydrous  calcium  silicate. 

Bdingtonitb.- Analysis  by  Heddle,  SiO,  3b  98,  AlO,  22-63,  BaO  26*84,  OaO  tr,  Na,0  tr., 
H30  12  46=98*91.    Tetragonal.     Dumbarton,  Scotland. 

Gismondite.— Analysis,  Marignac,  SiO,  35  38,  A108  27*23,  Ca01312,  K902*85,  HaO 21*10 
-100"  18.     Capo  di  Bove,  near  Rome  ;  Baumgarten,  near  Giessen,  etc. 

Carpholite. — In  radiated  tufts  in  the  tin  mines  of  Sohlaokenwald ;  Wippra  in  the  Harz, 
Bases  mostly  in  sesquioxide  state  (Al,Mn,Fe). 


SUBSILICATES. 


ALLOPHANB. 


Amorphous.  In  incrustations,  usually  thin,  with  a  mammillary  surface, 
and  hyalite-like  ;  sometimes  stalactitic.     Occasionally  almost  pulverulent. 

II.=3.  G.=l'85-l-89.  Lustre  vitreous  to  subresinous ;  bright  and 
waxy  internally.  Color  pale  sky-blue,  sometimes  greenish  to  deep  green, 
brown,  yellow,  or  colorless.  Streak  uncolored.  Translucent.  Fracture 
imperfectly  conchoidal  and  shining,  to  earthy.    Very  brittle. 

Comp.— Q.  ratio  for  Al  :  Si :  H,  mostly=3  :  2  :  6  (or  5) ;  AlSiO»+«aq,  or  AlSi06-h5aq= 
Silica  23*75,  alumina  40*62,  water  35"b,3=100.  PlumbaUop7ianef  from  Sardinia,  contains  a 
little  lead. 

The  coloring  matter  of  the  bine  variety  is  due  to  traces  of  ohrysocolla,  the  green  to  mala- 
chite, and  that  of  the  yellowish  and  brown  to  iron. 

Pyr.,  etc. — Yields  much  water  in  the  closed  tube.  B.B.  crumbles,  but  is  infusible.  Gives 
a  blue  color  with  cobalt  solution.     Gelatinizes  with  hydrochloric  acid. 

Obs. — AUophane  is  regarded  as  a  result  of  the  decomposition  of  some  aluminous  silicate 
(feldspar,  etc.) ;  and  it  often  occurs  incrusting  fissures  or  cavities  in  mines,  especially  those 
of  copper  and  limonite,  and  even  in  beds  of  coal.  Found  at  Schneeberg  in  Saxony  ;  at  Gers- 
bach  ;  at  the  Chessy  copper  mine,  near  Lyons;  near  Woolwich,  in  Kent,  England.  In  the 
U.  S.  it  occurs  at  Richmond,  Mass. ;  at  the  Friedensville  zinc  mines,  Pa.,  etc. 

Collyrite. — A  hydrous  silicate  of  aluminum.  Clay -like  in  structure,  white.  Hove, 
England;  Schemnitz. 

Uranophane,  from  Silesia,  and  Uranotile  ,  from  Wolsendorf,  Bavaria,  are  silicates  con- 
taining uranium. 
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II.  Zeolite  Section. 

THOMSONTTE.    Oomptonite. 

Orthorhombic.  I A  /=  90°  40' ;  0  A  l-l  =  144°  9' ;  c  :  i  :  &  =0*7225  : 
1*0117:1.  Cleavage:  i-l  easily  obtained;  i-l  less  so; 
O  in  traces.  Twins :  cruciform,  having  the  vertical 
axis  in  common.  Also  columnar,  structure  radiated ; 
in  radiated  spherical  concretions;  also  amorphous  and 
compact. 

H. =5-5*5.  G. =2*3-2*4.  Vitreous,  more  or  less 
pearly.  Snow-white ;  impure  varieties  brown.  Streak 
uncolored.  Transparent — translucent.  Fracture  uneven. 
Brittle.  Pyroelectric.  Double  refraction  weak  ;  optic- 
axial  plane  parallel  to  O;  bisectrix  positive,  normal 
divergence  82°-82£°  for  red  rays,  from  Dumbarton  ;  DesCl. 


to  i-l ; 


Var.— Ordinary,  (a)  In  regular  crystals,  usually  more  or  less  rectangular  in  outline.  (/»» 
In  slender  prisms,  often  vesicular  to  radiated,  (c)  Radiated  fibrous,  (d)  Spherical  concre- 
tions, contesting  of  radiated  fibres  or  slender  crystals,  (e)  Massive,  granular  to  impalpable, 
and  white  to  reddish-brown.     Ozarkite  is  massive  thomsonite ;  rauite  (Norway)  is  related. 

Oomp Q.  ratio  for  R(=Ca,Naa)  :  ft<Al)  :  Si  :  H=1  :  3  :  4  :  2*,  Ca  :  Na9=2  :  1,  or  3  : 1  ; 

formula  2(Ca,Naa)^lSi208-f  5aq.  Analysis,  Rammelsberg,  Dumbarton,  SiO,  38*00,  A10, 
3162,  CaO  12-60,  Na,0  462,  HaO  13-40=100'20. 

Pyr.,  etc. — At  a  red  heat  loses  13*3  p.  c.  of  water,  and  the  mineral  becomes  fused  to  a 
white  enamel.  B.  B.  fuses  with  intumescence  at  2  to  a  white  enamel.  Gelatinizes  with 
hydrochloric  acid. 

Obs. — Found  in  cavities  in  lava  and  other  igneous  rocks  ;  and  also  in  some  metamorphic 
rocks,  with  elaeolite.  Occurs  near  Kilpatrick,  Scotland  ;  in  the  lavas  of  Somma  (comptoniU* ; 
in  Bohemia ;  in  Sicily  ;  in  Faroe  ;  the  Tyrol,  at  Theiss ;  at  Monzoni,  Fassathal ;  at  Peter's 
Point,  Nova  Scotia ;  at  Magnet  Cove,  Arkansas  {ozarkite). 


Orthorhombic. 


640 


NATROLITB.    Mesotype.    Nadelzeolith,  Germ. 

7  A  7=91°,  O  A  14  =  144°  23';  c  :  b  :  a  =  0*35825  : 
1*0176  :  1.  Crystals  usually  slender,  often  acicular  ;  fre- 
quently interlacing  ;  divergent,  or  stellate.  Also  fibrous, 
radiating,  massive,  granular,  or  compact. 

IL=5-5*5.  G.=217-2*25;  2*249,  Bergen  Hill, 
Brush.  Lustre  vitreous,  sometimes  inclining  to  pearly, 
especially  in  fibrous  varieties.  Color  white,  or  colorless; 
also  grayish,  yellowish,  reddish  to  red.  Streak  uncolored. 
Transparent — translucent.  Double  refraction  weak  ;  oj>- 
tic-axial  plane  i-l\  bisectrix  positive,  parallel  to  edgi? 
///;  axial  divergence  94°-96°,  red  rays,  for  Auvergne 
crystals ;  95°  12'  for  brevicite ;  DesCl. 


Oomp.— Q.  ratio  for  R  :  ft  :  Si :  H=l  :  3  :  6  :  2 ;  and  for  B  :  Si= 
2  :  3(R=Na,,3R=ft) ;  formula  NaaAlSi,01,+2aq= Silica  47  29,  alumina  2G9G,  soda  10-90, 
water  9-45=100. 

Pyr.,  etc.— In  the  closed  tube  loses  water,  whitens  and  becomes  opaque.  B.B.  fuses  qui*  th- 
at 2  to  a  colorless  glass.  Fusible  in  the  flame  of  an  ordinary  stearine  or  wax  candle.  Gela- 
tinizes with  acids. 
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DIE— Some  varieties  resemble  pectolite,  thomsonite,  bat  distinguished  B.B. 

Obs.— Occurs  in  cavities  in  amygdaloidal  trap,  basalt,  and  other  igneous  rocks ;  and  some- 
times in  seams  in  granite,  gneiss,  and  syenite.  It  is  found  in  Bohemia ;  in  Auvergne  ;  Fassa- 
thal,  Tyrol ;  Kapnik  ;  at  Glen  Farg  in  Fifeshire ;  in  Dumbartonshire.  In  North  America, 
oooar8  in  the  trap  of  Nova  Scotia ;  at  Bergen  Hill,  N.  J. ;  at  Copper  Falls,  Lake  Superior. 


16*' ;  c  :  h  :  a 


SOOLBOITB.    Poonahlite. 

Monocliuic.     C-  89°  6',  I A  7=  91°  36',  O  A 14  =  161 
=  0-3485  :  1  -0282  :  1.     Crystals  long  or  short  prisms,  or 
acicular,  rarely  well  terminated,  and  always  compound. 
Twins:  twinning-plane i-i.     Cleavage:  /nearly perfect. 
Also  in  nodules  or  massive ;  fibrous  and  radiated. 

H.=5-5'5.  G.=216-2*4.  Lustre  vitreous,  or  silky 
when  fibrous.  Transparent  to  snbtranslucent.  Pyro- 
eleetric,  the  free  end  of  the  crystals  the  antilogue  pole. 
Double  refraction  weak  ;  optic-axial  plane  normal  to  i-i ; 
divergence  53°  41',  for  the  red  rays ;  bisectrix  negative, 
parallel  to  i-\  ;  plane  of  the  axis  of  the  red  rays  and  their 
bisectrix  inclined  about  17°  8'  to  i-i,  and  93°*3'  to  1-i. 

Comp.— Q.  ratio  for  R  :  ft  :  Si  :  H=l  :  8  :  6  :  3  ;  forR(8R=ft)  :  Si=2  :  8,  as  in  natrolite ; 
B=Ca,ft=Al;  formula  CaAJSi,O10+3aq= Silica  45 '85,  alumina  2613,  lime  1426,  water 
13-76=100. 

Pyr.,  etc. — B.B.  sometimes  curls  up  like  a  worm  (whence  the  name  from  07c«Atj£,  a  toorm, 
which  gives  scoUcite,  and  not  scolesite  or  scolezite) ;  other  varieties  intumesce  but  slightly,  and 
all  fuse  at  2-2*2  to  a  white  blebby  enamel.     Gelatinizes  with  acids  like  natrolite. 

DHL—  Characterized  by  its  pyrognostics. 

Obs. — Occurs  in  the  Berufiord,  Iceland  ;  also  at  Staffa  ;  in  Skye,  at  Talisker  ;  near  Poonah, 
Hindostan  (Poonahlite) ;  in  Greenland  ;  at  Pargas,  Finland,  etc. 

Mesolite.— (Ca,Na9)A:lSi,0,o-f-8aq  (5  p.  c.  NaaO).    Near  scolecite.    Iceland ;  Nova  Scotia. 

Levynite.— Rhombohedral.  Q.  ratio  forR  :  ft  :  Si  :  H=l  :  3  :  6  :  4.  Analysis,  Damour, 
Iceland,  SiOi  4576,  AlO,  2356,  CaO  10.57,  NaaO  1*36,  K.O  1*64,  HaO  17'33=100-22.  Ire- 
land ;  Faroe ;  Iceland. 


ANALOrrB. 

Isometric  (?) .  Usually  in  trapezohedrons  (f.  54,  p.  18).  Cleavage; 
cubic,  in  traces.     Also  massive  granular. 

11.= 5-5-5.  G.= 2-22-2-29  ;  2-278,  Thomson.  Lustre  vitreous.  Color- 
less ;  white ;  occasionally  grayish,  greenish,  yellowish,  or  reddish- white. 
Streak  white.  Transparent — nearly  opaque.  Fracture  subconchoidal, 
uneven.     Brittle. 


Comp.— Q.  ratio  f or  R  :  ft  :  Si :  H=l  :  3  :  8  :  2,  R=Na2,  ft=Al=3R ;  R  :  Si=l  :  2.  For- 
mula Na,AlSi40,9  +  2aq=Silica  54  47,  alumina  2329,  soda  14'07,  water  817=  100. 

Pyx.,  etc. — Yields  water  in  the  closed  tube.  B.B.  fuses  at  2*5  to  a  colorless  glass.  Gelati- 
nizes with  hydrochloric  acid. 

Diff. — Distinguishing  characters  :  crystalline  form  ;  absence  of  cleavage  ;  fusion  B.B.  with- 
out intumescence  to  a  clear  glass  (unlike  chabazite). 

Obs. — Some  localities  are  :  the  Tyrol ;  the  Kilpatrick  Hills  in  Scotland ;  the  Faroe  Islands ; 
Iceland ;  Aussig,  Bohemia ;  Nova  Scotia ;  Bergen  Hill,  New  Jersey ;  the  Lake  Superior 
region. 

Schrauf  has  found  that  the  anal  cite  of  Friedeck,  Bohemia,  is  properly  tetragonal;  the 
simplest  crystals  showing  evidence  of  repeated  twinning. 
21 
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Faujasite. — An  octahedral  zeolite  from  the  Kaiserstuhlgebirge.  Analysis,  Damour,  SiOj 
4612,  AlO,  1681,  CaO  479,  Na,0  509,  H,0  27*02=99-88. 

Eudnophitk.    Near  analcite.    In  syenite  near  Brevig,  Norway. 

Pllenite.  —In  slender  needles  (orthorhombic) ;  white ;  lustre  silky.  Analysis  SiO»  55-70, 
A10,(FeO.)  18*64,  GaO  19.51,  Li,0  (118),  H,0  4 '97=100.  In  granite  of  Striegau,  Silesia 
(Lasaulx). 


OHABAZTTB. 

Rhombohedral.  R  A R  =  94°  46',  OaR  =  129°  15' ;  c  =  1-06.  Twins : 
twinning-plane  Oy  very  common,  and  usually  in  compound  twins,  as  in 
f .  644 ;  also  i?,  rare.     Cleavage  rhombohedral,  rather  distinct. 


643 


Haydenite. 


H.=4-5.  G.= 2*08-2-19.  Lustre  vitreous.  Color  white,  flesh-red  ; 
streak  uncolored.  Transparent — translucent.  Fracture  uneven.  Brittle. 
Double  refraction  weak  ;  in  polarized  light,  images  rather  confused ;  axis 
in  some  crystals  (Bohemia)  negative,  in  others  (from  Andreasberg)  posi- 


tive ;  DesOl. 


Var. — 1.  Ordinary.  The  most  common  form  is  the  fundamental  rhombohedron,  in  which 
the  angle  is  so  near  90°  that  the  crystals  were  at  first  mistaken  for  cubes.  AcadialiU>  from 
Nova  Scotia  (Acadui  of  the  French  of  last  century),  is  only  a  reddish  chabazite  ;  sometimes 
nearly  colorlefs.  In  some  specimens  the  coloring  matter  is  arranged  in  a  tesselated  manner, 
or  in  layers,  with  the  angles  almost  colorless.  2.  Phacolite  is  a  colorless  variety  occurring  in 
twins  of  mostly  a  hexagonal  form,  and  often  much  modified  so  as  to  be  lenticular  in  shape 
(whence  the  name,  from  <pax6s,  a  bean) ;  the  original  was  from  Lcipa  in  Bohemia ;  It  *  It 
=94    24 ',  fr.  Oberstein,  Breith. 

Comp.— Making  part  of  the  water  basic  (at  300°  C.  loses  17-19  p.  a)  Rammelsberg  writes 
the  formula  (H,K)aCaAlSi6016  +  aq,  where  the  Q.  ratio  for  R  :  ft  :  Si=2  :  3  :  10,  R=Hs,Xa-. 
Ca;  or  (3R=-K),  R  :  Si=l  :  2.  The  formula  corresponds  to  Silica  50*50,  alumina  17*26,  lime 
9  43,  potash  1*98,  water  20*83=100. 

Pyr.,  elc. — B.B.  intumesces  and  fuses  to  a  blcbby  glass,  nearly  opaque.  Decomposed  by 
hydrochloric  acid,  with  separation  of  slimy  silica. 

Diflf. — Its  rhombohedral  form,  resembling  a  cube,  is  characteristic  ;  is  harder,  and  does  not 
effervesce  with  acids  like  calcite ;  is  unlike  fluorite  in  cleavage  ;  fuses  B.  B.  with  intumes- 
cence to  a  blebby  glass,  unlike  analcite. 

Obs. — Chabazite  occurs  mostly  in  trap,  basalt,  or  amygdaloid,  and  occasionally  in  gneiss, 
syenite,  mica  schist,  hornblendic  schist.  At  the  Faroe  Islands,  Greenland,  and  Iceland  ;  at 
Anssig  in  Bohemia  ;  Striegau,  Silesia.  In  Nova  Scotia,  wine-yellow  or  flesh-red  (the  last  the 
aotdi'ilUe).  etc.;  at  Bergen  Hill,  N.  J.;  at  Jones's  Falls,  near  Baltimore  (haydenitt). 

Skeh.vciiitk  (Bauer)  from  Richmond,  Victoria,  is,  according  to  v.  Rath,  identical  with 
ykacvlite  ;  and  he  suggests  the  same  may  be  true  of  ILEBSCHELITB,  from  Aci  CasteUo,  Sicily. 
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GME  UNITE. 

Khombohedral.  Ii  A  R  =  112°  26',  0  A  R  =  0  A-l  =  140°  3' ;  *  = 
0*7254.  Crystals  usually 
hexagonal  in  aspect ;  some- 
times habit  rhombohedral; 
i  often  horizontally  stri- 
ated. Cleavage :  i  perfect. 
Observed  only  in  crystals, 
and  never  as  twins. 

11=4-5.  (1=204-2-17. 
Lustre  vitreous.  Colorless, 
yellowish-white,  greenish- 
white,  reddish-white  flesh- 
red.  Transparent  to  trans-  C.  Blomidon,  etc.  C.  Blomidon. 
lucent.     Brittle. 


Oomp.— Q.  ratio forR  :  ft  :  Si  :  H=l  :  3  :  8  :  6,  R=Ca(Na2,Ka),  ft=Al.  Formula  (Ca,Naa) 
AlSitOia+6aq.  Analysis  by  Howe,  Bergen  Hill,  SiO*  48*07,  AlO,  18-72,  FeO*  010,  CaO 
2150,  Na,0  914,  H20*21  -35=10008  (Am.  J.  Set,  III.,  xii.,  270,  1876). 

Pyr.,  etc. — In  the  closed  tube  crumbles,  gives  off  much  water.  B.  B.  fuses  easily  to  a  white 
enamel.     Decomposed  by  hydrochloric  acid  with  gelatinization.   • 

Biff. — Closely  resembles  some  chabazite,  but  differs  decidedly  in  angle. 

Obs. — Occurs  at  Andreasberg;  in  Translyvania ;  in  Antrim,  Ireland ;  near  Larne ;  at  Talisker 
in  Skye ;  at  Gape  Blomidon  and  other  localities  in  Nova  Scotia  {ledererite) ;  in  fine  crystals  of 
varied  habit  at  the  Bergen  Hill  tunnel  of  1876. 


PHTTJiTPSITE. 

Orthorhombic.  /A 7=  91°  12' ;  1  A  1  =  121°  20 
Marignac.  Faces  1  and  i-l  striated  parallel  to 
the  edge  between  them.  Simple  crystals  un- 
known. Commonly  in  cruciform  crystals,  consist- 
ing of  two  crossing  crystals,  each  a  twinned 
prism  (f.  647).  Crystals  either  isolated,  or 
grouped  in  tufts  or  spheres  that  are  radiated 
within  and  bristled  with  angles  at  surface. 

H.  =4-4-5.  G.  =2-201.  Lustre  vitreous. 
Color  white,  sometimes  reddish.  Streak  un- 
colored.     Transl  ucent — opaque. 

Oomp^-Q.  ratio  for  R  :  ft  :  Si  :  H=l  :  3  :  8  :  4,  R=Ca 
and  K3(Na3) ;  Ca  :  Ka=3  :  1,  2  :  3,  etc.  Formula  RiVlSi4Oia 
+4aq.  Analysis  by  Ettling,  Nidda,  Hessen,  SiOa  48  13, 
A103  21-41,  CaO  821,  KaO  520,  NaaO  070,  HaO  10  78= 
100-48. 

PyrM  etc. — B.B.  crumbles  and  fuses  at  3  to  a  white  enamel. 
Gelatinizes  with  hydrochloric  acid. 

I>iff. — Resembles  harmotoine,  but  distinguished  B.B. 

Obs. — At  the  Giant's  Causeway,  Ireland ;  at  Capo  di  Bove, 
near  Rome  ;  in  Sicily ;  Annerode,  near  Giessen ;  in  Silesia ; 
Bohemia  ;  on  the  west  coast  of  Iceland. 

Strong  (Jahrb.  Min.,  1876,  585)  shows  that  the  forms  are 
exactly  analogous  to  those  of  harmotoine,  and  suggests  that 
it  may  be  also  monoclinic. 


120°  44',  and  88°  40', 


647 


C.  di  Bove. 
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HARMOTOMB. 


Monoclinic  (DcsCloizeaux).     Cleavage 
648 


I9  O,  easy.  Simple  crystals  un- 
known. Occurring  in  penetra- 
tion-twins. Unknown  massive. 
H.  =4-5.  G.  =2-44-2-45. 
Lustre  vitreous.  Color  white  ; 
passing  into  grav,  yellow,  red, 
or  brown.  Streak  white.  Sub- 
transparent — translucent.  Frac- 
ture uneven,  imperfectly  con- 
choidal.     Brittle. 

\J-     /y  \fcr-U^  Oomp,— Q.  ratio  for  E  :  H  :  Si  :  H 

a.       ir  .    .       7""*"^^  =1:3:10:5;    here    R=Ba   mostly, 

Btrontian.  Andreaeberg.  alfl0  Ka .   H=^L     Formula  RMSuOI4 

+5aq.  If  one -fifth  of  the  water  is 
chemically  combined  (Rammelsberg),  then  the  formula  corresponds  to  H2RAlSi»0,»-f4aq. 
Both  formulas  give  Silica  4591,  alumina  1570,  barjta  20-06,  potash  834,  water  14*99=100. 

Fyr.,  eto. — B.B.  whitens,  then  crumbles  and  fuses  at  3*5  without  intumescence  to  a  white 
translucent  glass.  Some  varieties  phosphoresce  when  heated.  Decomposed  by  hydrochloric 
acid  without  gelatinizing. 

Difif. — Characterized  by  its  crystallization  in  twins ;  the  presence  of  barium  separates  it 
from  other  species. 

Oba. — Harmotome  occurs  in  amygdaloid,  phonolyte,  trachyte;  also  on  gneiss,  and  in  some 
metalliferous  veins.  At  Strontian  in  Scotland ;  at  Andreasberg ;  at  Rndelstadt  in  Silesia ; 
Schiffenberg,  near  Giessen,  etc. ;  Oberstein ;  in  the  gneiss  of  upper  New  York  City. 

DesUloizeaux,  who  has  shown  the  monoclinic  character  of  the  species  by  optical  means,  has 
adopted  a  different  position  for  the  crystals  (1=7,  etc.). 


STUiBITI}.    Desmine. 


Orthorhombic.  /A  1  =  94°  18',  1  A 1,  front,  =  119°  16',  side,  114°  0'. 
Cleavage :  i~l  perfect,  i-l  less  so.  Forms  as  in  f .  650 ; 
more  common  with  the  prism  flattened  parallel  to  i-l 
or  the  cleavage-face,  and  pointed  at  the  extremities. 
Twins :  cruciform,  twinning-plane.  1-5,  rare.  Common 
in  sheaf-like  aggregations ;  divergent  or  radiated;  some 
times  globular  and  thin  lamellar-columnar. 

U.=3-5-4.  G.=2-094-2-205.  Lustre  of  i-l  pearly ; 
of  other  faces  vitreous.  Color  white ;  occasionally 
yellow,  brown,  or  red,  to  brick-red.  Streak  uncolored. 
Transparent — translucent     Fracture  uneven.     Brittle. 

Var. — 1.   Ordinary.    Either  (a)  in  crystals,  flattened  and  pearly 

parallel  to  the  plane  of  cleavage,  or  sheaf -like,  or  divergent  groups ; 

or  (&)  in  radiated  stars  or  hemispheres,  with  the  radiating  individual* 

showing  a  pearly  cleavage  surface.    Sph<pro8tiibite^  Bead ,  is  in  spheres. 

radiated  within  with  a  pearly  fracture,  rather  soft  externally. 

Oomp.— Q.  ratio  for  R  :  ft  :  Si  :  H=l  :  3  :  12  :  6  ;  R=Ca(Na4),tt=AL  Formula  RAlSi«019 

+6aq.     If  two  parts  of  water  are  basic  (Ramm.)  the  ratio  becomes  (R=Ca,H9,Ka«)  3  :  3  :  13 

:  4,  or  R  :  Si=l  :  2,  and  the  formula  is  H«R^:lSieOi8+4aq.     Analysis,  Petersen,  Seiaaer  Alp, 

8iO,  55-61,  AlO,  1562,  CaO  733,  NaaO  201,  KaO  047,  H,0  18'19=09-23. 

Pyr.,  eto. — B.B.  exfoliates,  swells  up,  curves  into  fan-like  or  vermicular  forms,  and  fuses 
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to  a  white  enamel.  P.  =2-2 "5.  Decomposed  by  hydrochloric  acid,  without  gelatinizing.  The 
tp/utrostHbiU  gelatinizes,  but  Heddle  says  this  is  owing  to  a  mixture  of  mesolite  with  the  stil- 
bite. 

DiflL — Prominent  characters:  occurrence  in  sheath-like  forms,  and  in  the  rectangular 
tabular  crystals ;  lustre  on  cleavage-face  pearly ;  does  not  gelatinize  with  acids. 

Obs. — Stilbite  occurs  mostly  in  cavities  in  amygdaloid.  It  is  also  found  in  some  metal- 
liferous veins,  and  in  granite  and  gneiss.  The  Faroe  Islands,  Iceland,  and  the  Isle  of  Skye  ; 
in  Dumbartonshire,  Scotland ;  at  Andreasberg ;  Arendal  in  Norway ;  in  the  Vendayah  Mts., 
Hindostan ;  near  Fahlun  in  Sweden.  In  North  America,  at  Bergen  Hill,  New  Jersey  ;  at  the 
Michipiooten  Islands,  Lake  Superior ;  Nova  Scotia,  eta 

The  name  stilbite  is  from  ra'A/fy,  lustre;  and  desmine  from  Afoyop,  a  bundle.  The  species 
stilbite,  as  adopted  by  Haiiy,  included  Strahlzeolith  Wern.  (radiated  zeolite,  or  the  above), 
and  Blatterzeolith  Wern.  (foliated  zeolite,  or  the  species  heulandite  beyond).  The  former  was 
the  typical  part  of  the  species,  and  is  the  first  mentioned  in  the  description  ;  and  the  latter 
he  added  to  the  species,  as  he  observes,  with  much  hesitation.  In  1817,  Breithaupt  separated 
the  two  zeolites,  and  called  the  former  desmine  and  the  latter  emeoUte,  thus  throwing  aside 
entirely,  contrary  to  rule  and  propriety,  Hatty's  name  stilbite,  which  should  have  been  accepted 
by  him  in  place  of  desmine,  it  being  the  typical  part  of  his  speciea  In  1822,  Brooke  (ap- 
parently unaware  of  what  Breithaupt  had  done)  used  stilbite  for  the  first,  and  named  the  other 
heulandite.  In  this  he  has  been  followed  by  the  French  and  English  mineralogists,  while  the 
Germans  have  unfortunately  followed  Breithaupt. 

Epistilbite  (Reissite). — Composition  like  heulandite,  but  form  orthorhombio.  Iceland ; 
Faroe;  Poonah,  India,  etc.  ;  Bergen  Hill,  N.J. 

Foresite.—  Resembles  stilbite  in  form.  Q.  ratio  for  R  :  ft  :  Si  :  H— 1  :  6  :  12  :  6.  Formula 
R^:liSieOi9+6aq.  (R=Naa  :  Ca=l  :  3).  Occurs  in  crystalline  crusts  on  tourmaline,  in  cavities 
in  granite.     Island  of  Elba. 


HEULANDITE.    Stilbit,  Germ. 


Monoclinic.  C  =  88°  35',  7a  7=  136°  4',  0  A 14  =  156°  45' ;  c  :  I :  d  = 
1-065  :  2-4785  :  1.      Cleavage  :   clinodiagonal  (i-i)  emi- 
nent.    Also  in  globular  forms ;  also  granular.  651 

H.= 3-5-4.  G\=2*2.  Lustre  of  i-%  strong  pearly ;  of 
other  faces  vitreous.  Color  various  shades  of  white, 
passing  into  red,  gray,  and  brown.  Streak  white. 
Transparent — subtranslucent.  Fracture  subconchoidal, 
uneven.  Brittle.  Double  refraction  weak ;  optic-axial 
plane  normal  to  i-i ;  bisectrix  positive,  parallel  to  the 
Horizontal  diagonal  of  the  base ;  DesCl. 

Oomp.— Q.  ratio  for  R  :  ft  :  Si :  H=l  :  3  :  12  :  5 ;  R=Ca(Na«). 
Formula  CaAlSiflO,«+5aq,  or  if  2H.0  be  basic  (Kamm.)  then  the 
ratio  becomes  1  :  1  :  4  (R=Ca  and  Ha),  and  the  formula  H«CaAlSifl 
0,*+3aq.  Both  require  Silica  59*06,  alumina  16*83,  lime  7*88,  soda 
146,  water  14*77=100. 

Pyr.— B.B.  same  as  with  stilbite. 

Dift— -Distinguished  by  its  crystalline  form.     Pearly  lustre  of  i-l  a  prominent  character. 

Obs. — Heulandite  occurs  principally  in  amygdaloidal  rocks.  Also  in  gneiss,  and  oooasioDally 
in  metalliferous  veins.  Occurs  in  Iceland ;  the  Faroe  Islands ;  the  Vendayah  Mountains, 
Hindostan.  Also  in  the  Kilpatrick  Hills,  near  Glasgow ;  in  the  Fassa  Valley,  Tyrol ;  An- 
dreasberg ;  Nova  Scotia,  etc. ;  at  Bergen  Hill,  New  Jersey ;  on  north  shore  of  Lake  Superior; 
at  Jones's  Falls,  near  Baltimore  (Levy's  beaumontite). 

For  the  relation  of  the  synouymes  see  stilbit,  above. 

Brewsterite. — Q.  ratio  same  as  for  heulandite,  but  R  is  here  Ba  or  Sr  (Ca).  Formula 
requires SiOa  68-5,  AlO,  158,  BaO 7-6,  SrO  10*2,  HaO  13'4=100.  Monoclinic.  Strontian in 
Argyleshire,  eta 


Digitized  by 


Google 


DE80REPnVE  MINERALOGY. 

III.    Mabgarophyllite    Section. 

BlSILICATES. 

The  Margarophyllites  are  often  foliated  like  the  micas,  and  the  name 
alludes  to  the  pearly  folia.  Massive  varieties  are,,  however,  the  most  com- 
mon with  a  large  part  of  the  species,  and  they  often  have  the  compactness 
of  clay  or  wax.  Talc,  pyrophyllite,- serpentine,  are  examples  of  species  pre- 
senting both  extremes  of  structure ;  while  pinite  occurs,  as  thus  far  known, 
only  in  the  compact  condition.  The  true  Margarophyllites  are  below  5  in 
hardness;  greasy  to  the  feel,  at  least  when  finely  powdered. 

TAIiO. 

Orthorhombic.     7*  A  7=120°.     Occurs  rarely  in  hexagonal  prisms  and 

f)iates.     Cleavage:  basal,  eminent.     Foliated  massive,  sometimes  in  globu- 
ar  and  stellated  groups;  also  granular  massive,  coarse  or  fine ;  also  com- 
pact or  cryptocry8talline. 

H. =1-1*5.  (5r.= 2*5 65-2*8.  Lustre  pearly.  Color  apple-green  to  white, 
or  silvery-white ;  also  greenish-gray  and  dark  green  ;  sometimes  bright 
green  perpendicular  to  cleavage  surface,  and  brown  and  less  translucent  at 
right  angles  to  this  direction  ;  brownish  to  blackish-green  and  reddish  when 
impure.  Streak  usually  white ;  of  dark  green  varieties,  lighter  than  the 
color.  Subtransparent — subtranslucent.  ISectile.  Thin  laminae  flexible, 
but  not  elastic.  Feel  greasy.  Optic-axial  plane  i-l ;  bisectrix  negative,  nor- 
mal to  the  base ;  DesCl. 

Var. — Foliated,  Talc.  Consists  of  folia,  usually  easily  separated,  haying  a  greasy  feel,  and 
presenting  ordinarily  light  green,  greenish-white,  and  white  colors.  G.  =2*55-2*78.  (a) 
Massive,  Steatite  or  Soapstone  (Speckstein,  Germ. ).  Coarse  granular,  gray,  grayish-green,  and 
brownish-gray  in  colors.  H.  =1-2  '5.  (b)  Fine  granular  or  cryptocrystalline.  and  soft  enough 
to  be  used  as  chalk,  as  the  French  chalk  (Crate  de  Briancon),  which  is  milk-white,  with  a 
pearly  lustre. 

Oomp. — Q.  ratio  for  Mg  :  Si=2  :  5,  or  3  :  4,  with  a  varying  amount  of  water  in  both  talc  and 
steatite,  from  a  fraction  of  a  per  cent,  to  7  p.  c.  If  the  water  is  basic,  the  ratio  becomes  for 
R  :  Si=l  :  2,  (R=Mg(Fe)and  H,),  and  the  formula  is  HaMg,Si*0,a  (Ramm.)= Silica  <J3*4U, 
magnesia  31*75,  water  4*76=100  ;  the  analyses  show  generally  1  or  2  p.  c.  of  FeO. 

Pyr.,  etc. — In  the  closed  tube  B.B.,  when  intensely  ignited,  most  varieties  yield  water.  In 
the  platinum  forceps  whitens,  exfoliates,  and  fuses  with  difficulty  on  the  thin  edges  to*  a  white 
enamel.  Moistened  with  cobalt  solution,  assumes  on  ignition  a  pale  red  color.  Not  decom- 
posed by  acids. 

Diff. — Recognised  by  its  extreme  softness,  unctuous  feel,  and  usually  foliated  ttructure. 
Inelastic  though  flexible.    Yields  water  onJy  on  intense  ignition. 

'  Obs. — Talc  or  steatite  is  a  very  common  mineral,  and  in  the  latter  form  constitutes  exten- v 
sive  beds  in  some  regions.  It  is  often  associated  with  serpentine  and  dolomite,  and  frequently 
contains  crystals  of  dolomite,  breunerite,  asbestus,  actinolite,  tourmaline,  magnetite.  Steatite 
is  the  material  of  many  pseudomorphs,  among  which  the  most  common  are  those  after  pyroxene, 
hornblende,  mica,  scapolite,  and  spinel.  The  magnesian  minerals  are  those  which  commonly 
afford  steatite  by  alteration ;  while  those,  like  scapolite  and  nephelite,  which  contain  soda  and 
no  magnesia,  most  frequently  change  to  pinite-like  pseudomorphs.  HenwilaeriU  and 
pyraUolite  are  pseudomorphous  varieties.  ' 

Apple-green  talc  occurs  near  Salzburg ;  in  the  Valais ;  also  in  Cornwall,  near  Lizard  Point, 
with  serpentine ;  in  Scotland,  with  serpentine,  at  Portsoy  and  elsewhere ;  etc.  In  X. 
America,  some  localities  are:  Vermont,  at  Bridgewater;  Grafton,  eta  In  New  Hampshire, 
at  Pelham,  etc.  In  R.  Inland,  at  Smithfield.  In  N.  York^  near  Amity.  In?«w.,  at  Texas; 
at  Chestnut  Hill,  on  the  Schuylkill.     In  Mai-yland,  at  Cooptown. 
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PYROPHYIiUTB.    Agalmatolite  or  Pagodite  pt. 

Orthorhombic.  Not  observed  in  distinct  crystals.  Cleavage:  basal 
eminent.  Foliated,  radiated  lamellar;  also  granular,  to  compact  or  crypto- 
crvstalline ;  the  latter  sometimes  slatv. 

yH.=l-2.  G.=2-75-2-92.  Lustre  of  folia  pearly,  like  that  of  talc  ;  of 
massive  kinds  dull  or  glistening.  Color  white,  apple-green,  grayish  and 
brownish-green,  yellowisn  to  ochre-yellow,  grayish-white.  Subtransparent 
to  opaque.  Laminae  flexible,  not  elastic.  I  eel  greasy.  Optic-axial  angle 
large  (about  108°) ;  bisectrix  negative,  normal  to  the  cleavage-plane. 

Var. — (1)  Foliated,  and  often  radiated,  closely  resembling  talc  in  color,  feel,  lustre,  and 
structure.  (2)  Compact,  massive,  white,  grayish,  and  greenish,  somewhat  resembling  com- 
pact steatite,  or  French  chalk.  This  compact  variety,  as  Brush  has  shown,  includes  part  of 
what  has  gone  under  the  name  of  agalmatolite,  from  China ;  it  is  used  for  slate-pencils,  and 
is  sometimes  called  pencH-etane. 

Comp. — Q.  ratio  for  Al  :  Si=l  :  2,  also  in  other  cases  8  :  8,  Formula  for  the  first  case= 
AlSi,03+aq  (Bamm.).  Analysis,  Chesterfield,  S.  C,  by  Genth,  SiO*  64 '82,  AlO,  2848,  Fe03 
0-96,  MgO  0-33,  CaO  055,  H90  5-25=10039. 

Pyr.,  etc.— Yields  water.  B.B.  whitens,  and  fuses  with  difficulty  on  the  edges.  The 
radiated  varieties  exfoliate  in  fan-like  forme,  swelling  up  to  many  times  the  original  volume 
of  the  assay.  Heated  with  cobalt  Bolution  gives  a  deep  blue  color  (alumina).  Partially  decom- 
posed by  sulphuric  acid,  and  completely  on  fusion  with  alkaline  carbonates. 

Obs. — Compact  pyrophyllite  is  the  material  or  base  of  some  schistose  rocks.  The  foliated 
variety  is  often  the  gangue  of  cyanite.  Occurs  in  the  Urals ;  at  Westana,  Sweden ;  near  Ottrez 
in  Luxembourg  j  in  Chesterfield  Dist.,  S.  C  ;  in  Lincoln  Co.,  Ga. ;  in  Arkansas.  The  compact 
pyrophyllite  of  Deep  River,  N.  C,  is  extensively  used  for  making  slate  pencils. 

Pihlite  {cyrmtotite),  near  pyrophyllite. 


SBPIOUTB.    Meerschaum,  Germ.    L'Ecume  de  Mer,  Ft. 

Compact,  with  a  smooth  feel,  and  fine  earthy  texture,  or  clay-like. 

H.= 2-2*5.  Impressible  by  the  naik  In  dry  masses  floats  on  water. 
Color  grayish-white,  white,  or  with  a  faint  yellowish  or  reddish  tinge. 
Opaque. 

Oomp. — Q.  ratio  for  R  :  Si  :  H=l  :  3  : 1,  corresponding  to  MgaSii08  +  2aq ;  or,  if  half  the 
water  fa  basic,  1:2:  *=H2MgaSi,0»  +  aq=Silica  60-8,  magnesia  271,  water  121=100.  The 
amounc  of  water  present  is  somewhat  uncertain. 

Pyx,  etc.— In  the  dosed  tube  yields  first  hygroscopic  moisture,  and  at  a  higher  temperature 
gives  tiuch  water  and  a  burnt  smell.  B.  B.  some  varieties  blacken,  then  burn  white,  and  fuse 
with  difficulty  on  the  thin  edges.  With  cobalt  solution  a  pink  color  on  ignition.  Decomposed 
by  hydrochloric  acid  with  gelatinisation. 

Obs. — Occurs  in  Asia  Minor,  in  masses  in  stratified  earthy  or  alluvial  deposits  at  the  plains 
of  Eririhi-sher ;  also  found  in  Greece ;  at  Hrubschitz  in  Moravia ;  in  Morocco ;  at  Vallecas  in 
Span,  in  extensive  beds. 

The  word  meerschaum  is  German  for  sea-froth,  and  alludes  to  its  lightness  and  color.  Sepio- 
lite,  Glocker,  is  from  aipua,  ciUtie-JWi,  the  bone  of  which  is  light  and  porous,  and  also  a  pro- 
dtction  of  the  sea. 

Afhroditb. — 4MgSi03-+-3aq.     Resembles  sepiolite.     Longban,  Sweden. 

Smectite. — Fuller's  earth  pt    A  greenish  clay  from  Styria. 

Montmorillonite. — A  rose-red  clay  containing  more  alumina  than  smectite,  from  Mont- 
morillon,  France. 

Geladonitb. — A  variety  of  "  green  earth  "  from  Mt.  Baldo,  near  Verona. 

Glauoonitb. — Green  earth  pt.  A  hydrous  silioate  of  iron  and  potassium,  but  always 
impure.    Constitutes  the  green  sand  of  the  chalk  and  other  formations  {e.g..  in  New  Jersey). 

Stilpnomelank. — In  foliated  plates,  or  as  a  velvety  coating.     Essentially  a  hydrous  iron 
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(Fe)  silicate.  Color  black  to  yellowish-bronze.  Silesia;  Weilburg;  Nassau;  Sterling-  iron 
mine ;  Antwerp,  N.  T.  {ehalcodite). 

Chlobopal. — Compact,  earthy.  Color  greenish -yellow.  A  hydrated  iron  silicate.  Formula 
FeSi,09+5aq.    Andreasberg ;  Steinberg  near  Gottingen ;  Nontron  faontronite),  France,  etc. 

Aemnite.— Perhaps  related  to  chloropal  (Lasatdx).    Color  blue.    Spain. 


Unisilicates. 

Serpentine  Group. 
8BRPBNTINB. 


Orthorhombic  (?).  In  distinct  cryetals,  but  only  as  pseudomorphs.  Some- 
times foliated,  folia  rarely  separable ;  also  delicately  fibrous,  the  fibres  often 
easily  separable,  and  either  flexible  or  brittle.  Usually  massive,  fine  granu- 
lar to  impalpable  or  cryptocrystalline ;  also  slaty. 

EL =25-4,  rarely  5*5.  G.= 2-5-2-65;  some  fibrous  varieties  2-2-2-3; 
retinalite,  2-36-2-55.  Lustre  snbresinous  to  greasy,  pearly,  earthy ;  resin- 
like, or  wax-like ;  usually  feeble.  Color  leek-green,  blackish-green,  oil 
and  siskin-green,  brownish-red,  brownish-yellow ;  none  bright ;  sometimes 
nearly  white.  On  exposure,  often  becoming  yellowish-gray.  Streak  white, 
slightly  shining.  Translucent — opaque.  Feel  smooth,  sometimes  greasy. 
Fracture  conchoidal  or  splintery. 

Var. — Many  nnsnstained  species  have  been  made  out  of  serpentine,  differing  in  structure 
(massive,  slaty,  foliated,  fibrous),  or,  as  supposed,  in  chemical  composition. 

M  ABSrvB.  (1 )  Ordinary  massive,  {a)  Precious  or  Noble  Serpen  tine  (Edler  Serpen  tin.  Germ, ) 
is  of  a  rich  oil-green  color,  of  pale  or  dark  shades,  and  translucent  even  when  in  thick  pieces; 
and  (b)  Common  Serpentine,  when  of  dark  shades  of  color,  and  Bubtransluoent.  The  former 
has  a  hardness  of  2 '5-3;  the  latter  often  of  4  or  beyond,  owing  to  impurities.  Bowenile 
(Smithfield,  E.  I.),  is  a  jade-like  variety  with  the  hardness  5*5. 

Foliated.  Marmolite  is  thin  foliated;  the  lamina?  brittle  but  easily  separable,  ytt  gradu- 
ating into  a  variety  in  which  they  are  not  separable.  G.  =2*41 ;  lustre  pearly ;  colon  green- 
ish-white, bluish-white,  or  pale  asparagus-green.     From  Hoboken,  N.  J. 

Fibrous.  Ohrysotile  is  delicately  fibrous,  the  fibres  usually  flexible  and  easily  separating ; 
lustre  silky,  or  silky  metallic ;  oolor  greenish-white,  green,  olive-green,  yellow,  and  brtwnish ; 
6.  =2*219.  Often  constitutes  seams  in  serpentine.  It  includes  most  of  the  silky  arnantktts 
of  serpentine  rocks.    The  original  ohrysotile  was  from  Reichenstein. 

Any  serpentine  rook  cut  into  slabs  and  polished  is  called  serpentine  marble* 

Oomp.— Q.  ratio  for  Mg  :  Si  :  H=8  :  4  :  2,  corresponding  to  Mg,Si,0T+2aq= Silica  13*48, 
magnesia  43*48,  water  13*04.  But  as  chrysolite  is  especially  liable  to  the  change  to  serpen- 
tine, and  chrysolite  is  a  unisSUeate,  and  the  change  consists  in  a  loss  of  some  Mg,  anl  the 
addition  of  water,  it  is  probable  that  part  of  the  water  takes  the  place  of  the  lost  Mg,  so  that 
the  mineral  is  essentially  a  hydrated  chrysolite  of  the  formula  H2Mg8Si,0„+aq.  The  rela- 
tion in  ratio  to  kaolinite  and  pinite  corresponds  with  this  view  of  the  formula 

Fyr.,  etc.— In  the  closed  tube  yields  water.  B.B.  fuses  on  the  edges  with  difficulty.  F.= 
6.  Gives  usually  an  iron  reaction.  Decomposed  by  hydrochloric  and  sulphuric  acids.  Chi?- 
sotile  leaves  the  silica  in  fine  fibres. 

Diff. — Distinguishing  characters :  compact  structure ;  softness,  being  easily  cut  with  % 
knife ;  low  specific  gravity  ;  and  resinous  lustre. 

Obs. — Serpentine  often  constitutes  mountain  masses.  It  frequently  occurs  mixed  with 
more  or  less  of  dolomite,  magnesite,  or  calcite,  making  a  rock  of  clouded  green,  sometimes 
veined  with  white  or  pale  green,  called  verd  antique,  or  opkioUte,  It  results  from  the  altera- 
tion of  other  rocks,  frequently  chrysolite  rocks.  Crystals  of  serpentine  (pseudomorphous) 
occur  in  the  Fassa  valley,  Tyrol ;  near  Miask ;  Katharinenberg,  and  elsewhere;  in  Norway, 
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at  Snarum*  etc.  Precious  serpentines  come  from  Sweden ;  the  Isle  of  Man ;  Corsica ; 
Siberia;  Saxony,  etc.  In  N.  America,  in  Vermont,  at  New  Fane ;  Roxbury,  etc.  In  Mas$.y 
at  Newburyport  and  elsewhere.  In  Conn.,  near  New  Haven  and  Milford,  at  the  verd-antique 
quarries.  In  N.  York,  at  Brewster,  Pntnam  Co.  ;  at  Antwerp,  Jefferson  Co.  ;  in  Gouver- 
.  neur,  St  Lawrence  Co. ;  in  Orange  Co. ;  Richmond  Co.  In  N.  Jersey,  at  Hoboken.  In 
Penn.,  at  Texas,  Lancaster  Co. ;  also  in  Chester  Co. ;  in  Delaware  Co.  In  Maryland,  at 
Bare  Hills ;  at  Cooptown,  Harford  Co. 

The  following  are  varieties  of  serpentine  :  retinaUte,  Grenville,  C.  W. :  vorhauseriU,  Tyrol ; 
poreeUophite ;  bowenite,  Smithfield,  R.  L  ;  antigorite,  Piedmont ;  wiltiamsite,  Texas,  Pa. ; 
rnarmoiite,  Hoboken;  pieroUU;  metaxite;  refdanskite  (containing  Ni) ;  aquacrepitite. 

Bastite  or  Schiller  Spar. — An  impure  serpentine,  a  result  of  the  alteration  of  a  foliated 
pyroxene.  -Baste ;  Todtmoos  in  the  Schwarzwald.     Antillite  is  similar. 

Deweylite  (Gymnite). — H.Mg4Si«0»+4aq.  Occurs  with  serpentine  at  Middlefield  and 
Texas,  Penn.     Hydrophite  (Jenkinslte),  near  deweylite,  but  Mg  replaced  in  part  by  Fe. 

Cerolitb. — HsMgaSisOi+aq.  Silesia.  Limbachite  from  Limbach,  and  Zoblitzith 
from  Zoblitz,  are  varieties  of  oerolite. 

GBN'l'HlTB.    Nickel-Gymnite. 

Amorphous,  with  a  delicately  hemispherical  or  stalactitic  surface,  in- 
crusting. 

H.=3-4;  sometimes  (as  at  Michipicoten)  so  soft  as  to  be  polished 
under  the  nail,  and  fall  to  pieces  in  water.  6. =2*409.  Lustre  resinous. 
Color  pale  apple-green,  or  yellowish.  Streak  greenish- white.  Opaque  to 
translucent 

Comp. — Q.  ratio  for  R  :  Si  :  H=2  :  3  :  3,  or  the  same  as  for  deweylite  ;  formula  H4(Ni, 
Mg)tSisOi3,  being  a  nickel-gymnite.  Analysis:  Genth,  Texas,  Pa.,  SiO*  35*30,  NiO  30*04, 
FeO  0*24,  MgO  14*60,  CaO  0*20,  HaO  1909=10019. 

Pyr-j  etc. — In  the  closed  tube  blackens  and  gives  off  water.  B.  B.  infusible.  With  borax 
inO.F.  gives  a  violet  bead,  becoming  gray  in  R.F.  (Nickel).  Decomposed  by  hydrochloric 
acid  without  gelatinizing. 

Obs. — From  Texas,  Lancaster  Co.,  Pa.,  in  thin  crusts  on  chromic  iron;  from  Webster, 
Jackson  Co.,  N.  C;  on  Michipicoten  Id.,  Lake  Superior. 

Alipite  and  Pimelitk,  an  apple-green  silicates  containing  some  nickel  Garnierite 
and  No um bite,  from  New  Caledonia  are  similar,  and  have  been  shown  by  Liversidge  to  be 
mixtures. 


Kaolinite  Group. 
KAOUNITE. 


Orthorhombic.  1 A  /"=  120°.  In  rhombic,  rhomboidal,  or  hexagonal 
scales  or  plates  ;  sometimes  in  fan^shaped  aggregations  ;  usually  constitut- 
ing a  clay -like  mass,  either  compact,  friable,  or  mealy ;  base  of  crystals 
lined,  arising  from  the  edges  of  superimposed  plates.  Cleavage :  basal, 
perfect.     Twins :  the  hexagonal  plates  made  up  of  six  sectors. 

H.= 1-2-5.  G.=2*4-2'63.  Lustre  of  plates  pearly  ;  of  mass,  pearly  to 
dull  earthy.  Color  white,  grayish-white,  yellowish,  sometimes  brownish, 
bluish,  or  reddish.  Scales  transparent  to  translucent.  Scales  flexible,- 
inelastie ;  usually  unctuous  and  plastic. 

Var. — 1.  ArgUUform.  Soft,  clay-like  ;  ordinary  kaolinite ;  under  the  microscope,  if  not 
withoutT  showing  that  it  is  made  up  largely  of  pearly  scales.     The  constituent  of  most,  if  not 
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all,  pure  kaolin.  2.  Fariniform.  Mealy,  hardly  coherent,  consisting  of  pearly  angular 
scales.  3.  Indurated;  Litliomarge  (Steinmark,  Germ.).  Firm  and  compact;  H.=2-2o. 
When  pulverized,  often  shows  a  scaly  texture. 

Oomp — Q.  ratio  for  R  :  Si  :  H=3  :  4  :  2 ;  formula  £lSi,07+2aq,  or  making  part  of  the 
water  basic,  H8AlSi,08+aq= Silica  4G-4?  alumina  39*7,  water  13-9=100. 

Pyr.,  eto. — Yields  water.  B.B.  infusible.  Gives  a  blue  color  with  cobalt  solution.  Insol- 
uble in  acids. 

DU£— Characterized  by  its  unctuous,  soapy  feel ;  alumina  reaction  B.B. 

Obs. — Ordinary  kaolin  is  a  result  of  the  decomposition  of  aluminous  minerals,  especially 
the  feldspars  of  granitic  and  gneissoid  rocks  and  porphyries.  In  some  regions  where  these 
rocks  have  decomposed  on  a  large  scale,  the  resulting  clay  remains  in  vast  beds  of  kaolin, 
usually  more  or  less  mixed  with  free  quartz,  and  sometimes  with  oxide  of  iron  from  some  of 
the  other  minerals  present. 

Occurs  at  Cache- Apres  in  Belgium ;  also  in  Bohemia ;  in  Saxony.  At  Yrieix.  near  Limoges, 
is  the  best  locality  of  kaolin  in  Europe,  it  affords  material  for  the  famous  Sevres  porcelain 
manufactory. 

In  the  U.  States,  kaolin  occurs  at  Newcastle  and  Wilmington,  Del.;  at  various  localities  in 
the  limonite  region  of  Vermont  (at  Branford,  etc.) ;  Massachusetts  ;  Pennsylvania ;  Jackson- 
ville, Ala;  Edgefield,  S.  ft;  near  Augusta,  Ga. 

Pholekite,  Halloysite,  clays  allied  to  kaolinite. 

Saponite.  —A  soft  magne8ian  silicate ;  occurs  in  cavities  in  trap. 


Pinite  Group. 

FINITE. 

Amorphous ;  granular  to  cryptocrystalline ;  usually  the  latter.  Also  in 
crystals,  and  sometimes  with  cleavage,  but  only  because  pseudomorphs,  the 
form  and  cleavage  being  those  of  the  minerals  from  which  derived.  Rarely 
a  subrnicaceous  cleavage,  which  may  belong  to  the  species. 

H.=2,5-3,5.  G.=2-6-2*85.  Lustre  feeble,  waxy.  Color  grayish-white, 
grayish-green,  pea-green,  dull  green,  brownish,  reddish.  Translucent — 
opaque.     Acts  like  a  gum  on  polarized  light  j  DesCl. 

Oomp.,  Var. — Pinite  is  essentially  a  hydrous  alkaline  silicate.  Being  a  result  of  alteration, 
and  amorphous,  the  mineral  varies  much  in  composition,  and  numerous  species  have  been 
made  of  the  mineral  in  its  various  conditions.  The  varieties  of  pinite  here  admitted  agree 
closely  in  physical  characters,  and  in  the  amount  of  potash  and  water  present.  Average  com- 
position :  Silica  46,  alumina  30,  potash  10,  water  6  ;  formula  (Ramm.)  H5KsAlaSi»0j<>.  The 
mineral  is  related  chemically,  as  it  is  also  physically,  to  serpentine ;  and  it  is  an  alkali-alumina 
serpentine,  as  pyrophyllite  is  an  alumina  talc. 

The  different  kinds  are  either  peeudomorphous  crystals  after  (1)  iolite ;  (2)  nephelite ;  (3) 
scapolite ;  (4)  some  kind  of  feldspar ;  (5)  spodumene ;  or  (6)  other  aluminous  mineral ;  or  (T) 
disseminated  masses  resembling  indurated  talc,  steatite,  lithomarge,  or  kaolinite,  also  a  result 
of  alteration ;  or  (8)  the  prominent  or  sole  constituent  of  a  metamorphic  rock,  which  is  some- 
times a  pinite  scJtist  (analogous  to,  and  often  much  resembling,  talcose  schist,  and  still  more 
closely  related  to  pyrophyUUte  schist).    Some  prominent  varieties  are : 

Pinite.  Speckstein  [fr.  the  Pini  mine  at  Aue,  near  Schneeberg].  Occurs  in  granite,  and 
is  supposed  to  be  pseudomorphous  after  iolite. 

Gieseckitk.  In  6-sided  prisms,  probably  pseudomorphous  after  nephelite.  H=3  5. 
G.  =2*78-2*85.  Color  grayish-green,  olive-green,  to  brownish.  Brought  by  Uiesecke'  from 
Greenland.     Also  of  similar  characters  from  Diana,  N.  Y, 

Agalmatolite.  Like  ordinary  massive  pinite  in  its  amorphous  compact  texture,  lustre, 
and  other  physical  characters,  but  contains  more  silica,  so  as  to  afford  the  formula  of  a  bisih- 
cate,  or  nearly,  and  it  may  be  a  distinct  species.  Agalmatoiite  was  named  from  oyoAjia,  an 
image,  and  pagodite  from  pagoda,  the  Chinese  carving  the  soft  stone  into  miniature  pagodas, 
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images,  etc.    Part  of  the  so-called  agalmatolite  of  China  is  true  pinite  in  composition,  another 
part  is  compact  pyrophyllite  (p.  827),  and  still  another  steatite  (p.  326). 

Other  minerals  belonging  in  or  near  the  pinite  group  are :  dystyntribite  (=gieseokite)  ; 
parophits;  wilsanite;  polyargite ;  rosite;  kHUnite;  gigantoUte;  hygropMite ;  gumbetitej 
restormdite.    Also  catcutpilite  ;  biharite  ;  palagonite. 


Hydro-mica  Group, 
FAHIiUNTTB. 

In  six-  or  twelve-sided  prisms,  but  derived  from  pseudomorphism  after 
iolite.     Cleavage :  basal  sometimes  perfect. 

H.=3#5-5.  G.=2#6-2#8.  Lustre  of  surface  of  basal  cleavage  pearly  to 
waxy,  glimmering.  Color  grayish-green,  to  greenish-brown,  olive-  or  oil- 
green  ;  sometimes  blackish-green  to  black  ;  streak  colorless. 

Var. — This  species  is  a  result  of  alteration,  and  considerable  variation  in  the  results  of 
analyses  should  be  expected.  The  crystalline  form  is  that  of  the  original  iolite,  while  the 
basal  cleavage  when  distinct  is  that  of  the  new  species  fahlunite. 

Oomp. — Q.  ratio  f or  R  :  ft  :  Si  :  H=l  :  3  :  5  :  1 ;  whence  the  formula  Z^RoftsSisQao,  the 
water  being  considered  as  basic,  and  as  entering  to  make  up  the  deficiency  of  bases  in  the 
unisilicate.  In  some  kinds,  the  same  with  the  addition  of  H20.  The  Q.  ratio  of  iolite,  the 
original  of  the  species,  is  1:3:5.  Analysis  by  Wachtmeister,  from  Fahlun,  SiOa  44*60, 
£10,  3010,  FeO  380,  MnO  224,  MgO  675,  CaO  1-35,  KaO  1-98,  H90  935,  F  tr=10023. 

Pyr.,  etc. — Yields  water.  B.B.  fuses  to  a  white  blebby  glass.  Not  acted  upon  by  acids. 
Pyrargillite  is  difficultly  fusible,  but  is  completely  decomposed  by  hydrochloric  acid. 

"Ob«. — Fahlunite  (and  trickuite)  from  Fahlun,  Sweden.  The  following  are  identical,  or 
nearly  so  :  KsmarMte  and  praseoUte,  Brevig;  raumite,  Raumo,  Finland;  cMorophyUite^  Unity, 
Me. ;  pyrargUUte^  Helsingfors ;  polychroiiite,  Krageroe,  and  aspasioUte,  Norway ;  huronite^ 
Lake  Huron  (  Weimte^  Fahlun). 


MARGARODITE. 

Like  muscovite  or  common  mica  in  crystallization,  and  in  optical  and 
other  physical  characters,  except  usually  a  more  pearly  lustre,  and  the  color 
more  commonly  whitish  or  silvery. 

Oomp. — Q.  ratio  for  R  :  ft  :  Si  :  H  mostly  1:6:9:2;  whence  the  formula  HeRaAl4SiuOi8, 
the  water  being  basic.  Sometimes  Q.  ratio  1  :  9  :  12  :  2 ;  but  this  division  belongs  with 
damourite,  if  the  two  are  distinguishable.  This  species  appears  to  be  often,  if  not  always,  a 
result  of  the  hydration  of  muscovite,  there  being  aril  shades  of  gradation  between  it  and  that 
species.  Muscovite  has  the  Q.  ratio  for  bases  and  silicon  of  4  :  5,  or  nearly.  Analysis,  Smith 
and  Brush,  Litchfield,  Ct,  SiOa  44*60,  M  8623,  FeO  134,  MgO  0  37,  CaO  050,  Na,0  410, 
KaO  620,  H,0  5*26,  F  tr.=10060. 

For  pyrognostics  and  localities,  see  muscovite,  p.  291. 

Gilbkbtite.— Essentially  identical  with  margarodite ;  tin  mines,  Saxony. 


DAMOURITE. 

An  aggregate  of  fine  scales,  mica-like  in  structure. 
H.=§-3.     G.= 2-792.    Lustre  pearly.     Color  yellow  or  yellowish-white. 
Optic-axial  divergence  10  to  12  degrees  ;  for  sterlingite  70°. 

Comp. — A  hydrous  potash-mica,  like  margarodite,  to  which  it  is  closely  related.    Q.  ratio 
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for  R  :  ft  :  Si  :  H=l  :  9  :  12  :  2,  or  1  :  1  for  bases  to  silicon,  if  the  water  is  basic.  Formula 
H,KQAl,SiflO,4.  Analysis,  Monroe,  from  Sterling,  Mass.  [aterlingite),  SiO*  43*87,  A 10,  36*45, 
FeO,  836,  K,0  10  86,  H,0  519=9973. 

It  is  the  gangue  of  cyanito  at  Pontivy  in  Brittany ;  and  Che  same  at  Horrsjoberg.  Wens- 
land.    Associated  with  corundum  in  North  Carolina;  with  spodumene,  at  Sterling,  Mass. 


PARAGONITB.    Pregrattite.    Cossaite. 

Massive,  sometimes  consisting  distinctly  of  fine  scales ;  the  rock  slaty  or 
schistose.     Cleavage  of  scales  in  one  direction  eminent,  mica-like. 

n.=2-5-3.  G.= 2*779,  paragonite;  2*695,  pregrattite,  (Ellacher.  Lustre 
strong  pearly.  Color  yellowish,  grayish,  grayish-wnite,  greenish,  light  apple- 
green.    Translucent ;  single  scales  transparent. 

F 

Oomp. — A  hydrous  sodium  mica.  Q.  ratio  for  R  :  ft  :  Si  :  H=.l  :  9  :  12  :  2,  or  1  :  1  for 
bases  and  silicon,  if  the  water  be  made  basic  Formula  H<NaaAl|Si«jOn(K  :  Na=l  :  6)= 
Silica  46-60,  alumina  39-96,  soda  6  90,  potash  174,  water  4 -80=100. 

Pyr.— B.B.  the  paragonite  is  stated  to  be  infusible.  The  pregrattite  exfoliates  somewhat 
like  vermiculite  (a  property  of  some  clinochlore  and  other  species),  and  becomes  milk-white 
on  the  edges. 

Obs. — Paragonite  constitutes  the  mass  of  the  rock  at  Monte  Campione,  in  the  region  of 
St.  Gothard,  containing  cyanite  and  Btaurolite,  called  paragonitic  or  talcose  schist.  The 
pregrattite  is  from  Pregratten  in  the  Pusterthal,  Tyrol ;  cossaite,  from  mines  of  Borgofranco, 
near  Ivrea. 

Ivigtitk. — Occurs  in  yellow  scales,  also  granular,  with  cryolite  from  Greenland. 

Euphyllite. — Associated  with  tourmaline  and  corundum  at  Unionville,  Penn.  Q.  ratio 
for  R  :  ft  :  Si  :  H=l  :  8  :  9  :  2.  Average  composition,  Silica  41*6,  alumina  42*3,  lime  To, 
potash  3*2,  soda  5-9,  water  5o=100. 

Ephesite,  Lesleyitb. — Hydro-  micas,  perhaps  identical  with  damourite.  Occur  with 
corundum,  and  impure  from  admixture  with  it. 

GSllacherite. — A  hydro-mica,  containing  5  p.  c.  baryta.     Pfitschthal,  Tyrol. 

Cooke ite. — A  hydrous  lithium  mica.  From  Hebron  and  Paris,  Me.,  apparently  a  pro- 
duct of  the  alteration  of  rubellite. 


HISINaBRITB. 


Amorphous,  compact,  without  cleavage. 

H.=3.  G.=3045.  Lustre  greasy,  inclining  to  vitreous.  Color  black 
to  brownish-black.     Streak  yellowish-brown.    Fracture  conchoidal. 

Oomp.— Q.  ratio  for  R+ft  :  Si :  H=2  .3:3;  formula  R«R3Si»0iS+4aq  (with  one-third 
of  the  water  basic).  R=Fe,H9 ;  ft=Fe.  Analysis,  Cleve,  from  Solberg,  Norway,  SiO,  33  33, 
FeO,  3214,  FeO  7-08,  MgO  360,  HaO  2204=10019. 

Pyr.,  etc. — Yields  much  water.  B.B.  fuses  with  difficulty  to  a  black  magnetic  slag.  With 
the  fluxes  gives  reactions  for  iron.  In  hydrochloric  acid  easily  decomposed  without  gelatin- 
izing. 

Obs.— Found  at  Longban,  Tunaberg,  Sweden ;  Riddarhyttan ;  at  DegerO  idegerotie),  near 
Helsingfors,  Finland. 

Ekmannite. — Foliated,  also  radiated.  Color  green,  resembles  chlorite.  Analysis,  Igel- 
strom,  SiO,  3430,  FeO.  497,  FeO  35*78,  MnO  11*45,  MgO  2*99,  H,0  10*51=100.  With 
magnetite  at  Grythyttan,  Sweden. 

Neotocite. — Uncertain  alteration-products  of  rhodonite ;  amorphous.  Contains  20-30 
p.  c.  MnO.     Paisberg,  near  Filipstadt,  Sweden ;  Finland,  etc. 

Gilllngite  ;  Sweden.    Jolltte  ;  Bodenmais,  Bavaria. 
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Vermieidite  Group. 

The  VERMICULITK8  have  a  micaceous  structure.  They  are  all  nnisilicates, 
having  the  general  quantivalent  ratio  R+fi? :  Si  :  11=2  :  2  :  1,  the  water 
being  solely  water  of  crystallization.  The  varieties  differ  in  the  ratio 
of  the  bases  present  in  the  protoxide  and  sesquioxide  states.* 


JEFFERISITE. 

Orthorhombic  (?).  In  broad  crystals  or  crystalline  plates.  Cleavage :  basal 
eminent,  affording  easily  very  thin  folia,  like  mica.  Surface  of  plates  often 
triangularly  marked,  by  the  crossing  of  lines  at  angles  of  60°  and  120°. 

H.=l-5.  G.=2*30.  Lustre  pearly  on  cleavage  surface.  Color  dark 
yellowish-brown  and  brownish-yellow ;  light  yellow  by  transmitted  light. 
Transparent  only  in  very  thin  folia.  Flexible,  almost  brittle.  Optically 
biaxial ;  DesCl.  * 

Oomp.— Q.  ratio  for  R  :  ft  :  Si :  H=2  :  3  :  5  :  2\,  and  R  +  ft  :  Si :  H=2  :  2  : 1  •  whence 
B<R3SuOa©+5aq.  Analysis:  Brush,  Westchester.  SiO,  8710,  AlO,  17  57,  FeO.  10*54,  FeO 
1  26,  MgO  19-65,  CaO  056,  NaaO  tr.,  KaO  043,  HaO  13-76=100'87. 

Pyr.,  etc.— When  heated  to  300°  C.  exfoliates  very  remarkably  (like  vermicnlite) ;  B.B.  in 
forceps  after  exfoliation  becomes  pearly-white  and  opaque,  and  ultimately  fuses  to  a  dar-c 
gray  mass.     With  the  fluxes  reactions  for  silica  and  iron.     Decomposed  by  hydrochloric  acid. 

Obs. — Occurs  in  veins  in  serpentine  at  Westchester,  Pa.     Plates  often  several  inches  across. 

Pyrosclerite.—  Q.  ratio  for  R  :  ft  :  Si  :  H=4  :  2  :  6  :  3,  and  for  R+tt  :  Si :  H=2  :  2  :  1. 
Silica  38-9,  alumina  14*8,  magnesia  346,  water  11-7=100.  Color  green.  Elba.  Chonicrite, 
also  Elba,  has  the  ratio  3:2:5:2. 

Vermiculite.— Q.  ratio  for  R  :  ft  :  Si :  H=4  :  2  :  6  :  3.  Milbury,  Mass.  Culsageeite. 
Q.  ratio  R  :  ft  :  Si :  H=2  :  1  :  1  :  1.  Jenk's  mine,  N.  C.  Hallite,  same  ratio=2  :  1  :  3  :  2. 
East  Nottingham,  Chester  Co.,  Penn.  Peliiamitk,  same  ratio =6  :  4  :  10  :  5.  Pelham, 
Mass.  Similar  mineral  from  Lerni,  Delaware  Co.,  Pa.,  above  ratio =6  :  4  :  10  :  5.  In  all  of 
the  above  R=Mg  mostly,  and  ft=Al  and  Fe. 

Kerrite. — Q.  ratio=6  :  3  :  10  :  10 ;  and  Maconite,  Q.  ratio=3  :  6  :  8  :  5,  are  both  from 
Culsagee  mine,  Macon  Co.,  N.  C.     Vaalite,  Q.  ratu>=6  :  3  :  10  :  4.     South  Africa. 

Diabantite,  Hawes  (diabantachronuyn,  Liebe). — Fills  cavities  in  amygdaloidal  trap. 
Color  dark  green.  Q.  ratio  for  R  :  ft  :  Si  :  H=4  :  2  :  6  :  3,  but  iron  a  more  prominent  ingre- 
dient than  in  pyroeclerite  (see  above).  Analysis  :  Hawes,  Farmington,  Ct.,  $  SiOa  33*68,  A10» 
10  84,  FeO,  2-86,  FeO  24 -33,  MnO  038,  CaO  073,  MgO  1652,  NaaO  033,  H*0  10-02=99-69. 


SUB8ILICATES. 

ChJorite  Group. 

FENNINITE.    Kammererite. 

Rhombohedral.      R  A  R  =  65°  36',    OaR  =  103°    55 ;    c  =  3-4951. 

Cleavage;  basal,  highly  perfect.  Crystals  often  tabular,  and   in  crested 

groups.     Also  massive,  consisting  of  an  aggregation  of  scales ;  also  com- 
pact cryptocrystalline. 

*  These  relations  were  brought  out  by  Cooke.     Proo.  Amer.  Aoad.,  Boston,  1874,  35 ; 
ibid.,  1875,  453. 
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II.  =  2-2*5  ;  3,  at  times,  on  edges. 


652 


653 


M~M 


G.=2-6-2-85.     Lustre  of  cleavage 
surface  pearly  ;  of  lateral  plates 
viti  eous,  and  sometimes  brilliant. 
Color  green,  apple-green,  grass- 
green,  gray  ish-green,  olive-green ; 
also     reddish,    violet,    rose- red. 
pink,  grayish-red;    occasionally 
yellowish  and  silver- white;  violet 
crystals,     and     sometimes      the 
green,    hyacinth-red     by    trans- 
mitted light  along  the  vertical 
axfs.     Transparent  to  subtran si u cent.    Laminae  flexible,  nor  elastic.    Double 
refraction  feeble  ;  axis  either  negative  or  positive,  and  sometimes  positive 
and  negative  in  different  laminae  of  the  same  plate  or  crystal. 

Cotnp. — Q.  ratio  for  bases  and  silicon  4  :  3,  but  varying  from  4  :  3  to  5  :  4.  Exact  deduc- 
tions from  the  analyses  cannot  be  made  until  the  state  of  oxidation  of  the  iron  in  all  cases  is 
ascertained.  Analysis:  Schweizer,  from  Zermatt,  8iOa  33*07,  AlO,  9*09,  FeO  11  36,  MgO 
3234,  H,0  12-58=9908. 

t  Pyr.,  etc. — In  the  closed  tube  yields  water.  B.B.  exfoliates  somewhat  and  is  difficultly 
fusible.  With  the  fluxes  all  varieties  give  reactions  for  iron,  and  many  varieties  react  for 
chromium.     Partially  decomposed  by  acids. 

Obs. — Occurs  with  serpentine  in  the  region  of  £erniatt,  Valais,  near  Mt.  Rosa ;  at  Ala, 
Piedmont ;  at  Schwarzenstein  in  the  Tyrol ;  at  Taberg  in  Wermland  ;  at  Snarum.  Kam- 
mererite  is  found  near  Miask  in  the  Urals;  at  Haroldswick  in  TJnst,  Shetland  Isles,  Abun- 
dant at  Texas,  Lancaster  Co.,  Pa.,  along  with  clinochlore,  some  crystals  being  imbedded  in 
clinochlore,  or  the  reverse. 

The  following  names  belong  here :  tabergite  ;  p8Ciidop7ritey  compact,  massive  [aUophiti^ ; 
loganite. 

Ddemte,  euralite,  aphrosiderite,  chloropJiceile  are  chloritic  minerals,  occurring  under  simi- 
lar conditions,  in  amygdaloid,  etc. 


RTProOIilTE.    Clinochlore.    Klinochlor,  Germ. 

Monoclinic.     C  =  62°  51'  =  O  A  t-t\  IaI=  125°  37',   0  A  44  =  108° 

14' :  6  :  h  :  d  =  147756  : 
1-73195  :  1.  Cleavage :  O 
eminent ;  crystals  often  tab- 
ular, also  oblong ;  frequent- 
ly rhombohedral  in  aspect, 
the  plane  angles  of  the 
base  being  60°  and  120°. 
Twins:  twinning-plane  *, 
making  stellate  groups,  as  in 
f.  656,  657,  very  common. 
Crystals  often  grouped  in 
rosettes.  Massive  coarse  scaly 
granular  to  fine  granular  and 
earthy. 

H.=2-2-5.  G.=2-65-2-7*. 
Lustre  of  cleavage-face  somewhat  pearly.  Color  deep  grass-green  to  olive- 
green  ;  also  rose-red.  Often  strongly  dichroic.  StreaK  greenish-white  to 
uncolored.     Transparent  to  translucent.     Flexible  and  somewhat  elastic. 


Achmatovsk. 


Achmatovsk. 
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6:4;  corresponding  to  Mg&iklSi«Oi4+4aq= 


656 


657 


/ 


Westchester. 


t  t* 

Texas. 


Oomp.— Q.  ratio  f  or  R  :  ft  :  Si :  H=5  :  3  : 
Silica  325,   alumina  18*6,    magnesia  36*0, 
water  12-9=100.     Sometimes  part  of  the  Mg 
is  replaced  by  Fe. 

Pyr.,  etc— Yields  water.  B.B.  in  the 
platinum  forceps  whitens  and  fuses  with 
difficulty  on  the  edges  to  a  grayish-black 
glass.  With  borax  a  clear  glass  colored  by 
iron,  and  sometimes  chromium.  In  sul- 
phuric acid  wholly  decomposed.  The  variety 
from  WiUimantic,  Ct.,  exfoliates  in  worm- 
like  forms,  like  vermiculite. 

Obs. — Occurs  in  connection  with  chloritio 
and  talcose  rocks  or  schist,  and  serpentine. 
Found  at  Achmatovsk  ;  Schwarzenstein  ; 
Zillerthal,  etc.  ;  red  (koUtchubeite)  in  the  dis- 
trict of  Ufaleisk,  Southern  Ural;  at  Ala,  Piedmont;  at  Zermatt;  at  Marienberg,  Saxony. 
In  the  U.  S. ,  at  Westchester  and  Unionville,  and  Texas,  Pa.  ;  Brewster,  N.  Y. 

Named  ripidolite  from  pime,  a  fan,  in  allusion  to  a  common  mode  of  grouping  of  the  crys- 
tals. 

Leuchtenbergite. — A  prochlorite  with  the  protoxide  base  almost  wholly  magnesia, 
Slatoust,  Urals. 

FROOHIiORITE. 

Hexagonal  (?).     Cleavage :  basal,  eminent.     Crystals  often  implanted  by 
their  sides,  and  in  divergent  groups,  fan-shaped,  or 
spheroidal.     Also  in  large  folia.     Massive  granular. 

H.=l-2.  G.=2-78-2-96.  Translucent  to  opaque; 
transparent  only  in  very  thin  folia.  Lustre  of 
cleavage  surface  feebly  pearly.  Color  green, 
grass-green,  olive-green,  blackish-green ;  across  the 
axis  by  transmitted  light  sometimes  red.  Streak 
uncolored  or  greenish.  Laminae  flexible,  not  elastic. 
Double  refraction  very  weak ;  one  optical  negative 
axis  (Danphiny) ;  or  two  very  slightly  diverging,  apparently  normal  to 
plane  of  cleavage. 

Comp. — Q.  ratio  for  R  :  ft  :  Si  :  H=12  :  9  :  14  :  9i  ;  for  bases  and  silicon  3  :  2.  Average 
composition = Silica  26*8,  alumina  19  7,  iron  protoxide  27  5,  magnesia  15*8,  water  10-7=1CK). 

Pyr.,  etc — Same  as  for  ripidolite. 

Obs.— Like  other  chlorites  in  mode  of  occurrence.  Sometimes  in  implanted  crystals,  as  at 
St  Got  hard,  etc.  ;  in  the  Zillerthal,  Tyrol;  Traversella  in  Piedmont;  in  Styria,  Bohemia. 
Also  massive  in  Cornwall,  in  tin  veins  (where  it  is  called  peach) ;  at  Arendal  in  Norway. 

Cronstedtite. — Q.  ratio  R  :  ft  :  Si  :  H=3  :  3  :  4  :  3.     Przibram;  Cornwall. 

Strioovite. — Q.  ratio=3  :  2  :  4  :  2.  In  granite  of  Striegan,  Silesia.  Grociiauite  same 
locality. 


MARGARITE.    Perlglimmer,  Qerm. 

Orthorhombic  (?) ;  hemihedral,  with  a  rnonoclinic  aspect.  I A 1=  119°- 
120°.  Lateral  planes  horizontally  striated.  Cleavage : 
basal,  eminent.  Twins :  common,  composition-face 
/,  and  forming,  by  the  crossing  of  3  crystals,  groups 
of  6  sectors,  usually  in  intersecting  or  aggregated 
laminae ;  sometimes  massive,  with  a  scaly  structure.      /c^>^     _*u— ^7^'" 

H.==3-5-t-5.  G.=2-99,  Hermann.  Lustre  of 
base  pearly,  laterally  vitreous.  Color  grayish,  red- 
dish-white, yellowish.    Translucent,  subtranslucent.    Laminae  rather  brittle. 
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Optic-axial  angle  very  obtuse ;  plane  of  axes  parallel  to  the  longer  diagonal ; 
dispersion  feeble. 

Oomp. — Q.  ratio  f or  R  :  ft  :  Si :  H=l  :  6  :  4  :  1 ;  whence,  if  the  water  be  basic,  for  bases 
and  silicon =2  :  1,  formula  RftSiOs ;  that  is,  HQCaAlaSi2012.  Analysis,  Smith,  Chester,  Mass., 
SiO*  32-21,  MO,  4887,  FeO,  2-50,  MgO  032,  CaO  1002,  Na,0(K,0)  191,  H,0  4«61,  Li,0 
0-32,  MnO  0-20=100-96. 

Fyr.,  etc.— Yields  water  in  the  closed  tube.    B.B.  whitens  and  fuses  on  the  edges. 

Obs.— Margarite  occurs  in  chlorite  from  the  Greiner  Mts. ;  near  Sterzing  in  the  Tyrol ;  at 
different  localities  of  emery  in  Asia  Minor  and  the  Grecian  Archipelago ;  with  corundum  in 
Delaware  Co.,  Pa.;  at  Unionville,  Chester  Co.,  Pa.  (corunddlite) ;  in  Madison  Co.  [ding- 
inanite),  and  elsewhere  in  North  Carolina ;  at  the  emery  mines  of  Chester,  Mass. 


CHLORITOID. 

Monoclinic,  or  triclinic.  I A  I'  about  100°  ;  O  (or  cleavage  surface)  on 
lateral  planes  93°-95°,  DesCl.  Cleavage:  basal  perfect;  parallel  to  a 
lateral  plane  imperfect.  Usually  coarsely  foliated  massive ;  folia  often 
curved  or  bent,  and  brittle ;  also  in  thin  scales  or  small  plates  disseminated 
through  the  containing  rock. 

H.=5'5-6.  G.=3'5-3#6.  Color  dark  gray,  greenish-gray,  greenish- 
black,  grayish-black,  often  grass-green  in  very  thin  plates ;  strongly  dichroie. 
Streak  uncolored,  or  grayish,  or  very  slightly  greenish.  Lustre  of  surface 
of  cleavage  somewhat  pearly.     Brittle. 

Var. — 1.  The  original  chloritoid  (or  chloritspath)  from  Kossoibrod,  near  Katharinenbarg  in 
the  TJraL  2.  The  Sutmondine,  from  St  Marcel.  8.  Mawnite,  from  Natic,  R.  L,  in  very 
broad  plates  of  a  dark  grayish-green  color.  The  Canada  mineral  is  in  small  plates,  one-fourth 
in.  wide  and  half  this  thick,  disseminated  through  a  schist  (like  phyllite),  and  also  in  nodules 
of  radiated  structure,  half  an  inch  through.  That  of  G-umuch-Dogh  resembles  fdsmondine,  is 
dark  green  in  thick  folia  and  grass-green  in  very  thin. 

Oomp,— Q.  ratio  for  B  :  ft  :  Si  :  H=l  :  3  :  2  :  1.  for  most  analyses.  Analysts  by  v.  Kobell, 
Bregratten,  SiOa  2619,  AlO,  3830,  FeO,  6  00,  FeO  21  11,  MgO  3*30,  H,0  5 -50=100-40. 

Pyr.,  etc  — In  a  matrass  yields  water.  B.B.  nearly  infusible ;  becomes  darker  and  magne- 
tic. Completely  decomposed  by  sulphuric  acid.  The  masonite  fuses  with  difficulty  to  a  dark 
green  enamel. 

Obs. — The  Kossoibrod  chloritoid  is  associated  with  mica  and  cyanite  ;  the  St.  Marcel  occurs 
in  a  dark  green  chlorite  schist,  with  garnets,  magnetite,  and  pyrite ;  the  Rhode  Island,  in  an 
argillaceous  schist ;  the  Chester,  Mass. ,  in  talcose  schist,  with  emery,  diaspore.  etc. 

rhyVLite  (and  ottrelite)  closely  resembles  chloritoid,  though  the  analyses  hitherto  made  show 
a  wide  discrepancy,  perhaps  from  want  of  purity  in  the  material  analyzed.  Occurs  in  small, 
oblong,  shining  scales  or  plates,  in  argillaceous  schist.  Color  blackish  gray,  greenish-gray, 
black.  Phyllite  occurs  in  the  schist  of  Sterling,  Goshen,  Chesterfield,  Plainfield,  etc.,  in 
Massachusetts,  and  Newport,  R.  L  (newportite).     Ottrelite  is  from  a  similar  rock  near  Ottrei. 

Seybertitb. — Orthorhombic.  I,\l=  120°.  In  tabular  crystals,  sometimes  hexagonal; 
also  foliated  massive  ;  sometimes  lamellar  radiate.  Cleavage :  basal  perfect  Structure  thin 
foliated,  or  micaceous  parallel  to  the  base.  H.  =4-5.  G.  =3-8*1.  Lustre  pearly  submetallic. 
Color  reddish-brown,  yellowish,  copper-red.  Folia  brittle.  Analysis,  Brush,  Amity,  SiOj 
20-24,  AlO, 39-13,  FeO,  327,  MgO 2084,  CaO  1369.  H,0  1-04,  Na,0(K,0)  143,  ZrO«0T5= 
100-39.     Amity,  N.  Y.  (cli?itonite) ;  Fassathal  (brandisUe);  Slatoust  {xanUiophyQite). 

Corundovhilitk.— A  chlorite  with  the  Q.  ratio=l  :  1  :  1  :  $ .  Occurs  with  corundum  at 
Asheville.  N.  C;  Chester,  Mass. 

Dudleyite.— Alteration  product  of  margarite.    Clay  Co.,  N.  C. ;  Dudleyrille,  Ala. 

Willcoxite.— Near  margarite.  Decomposition  product  of  corundum.  Q.  ratio  for  R  :  B  : 
Si  :  11=3  :  6  :  5  :  1. 

TnuRiNGiTE.— Q.  ratio  2:3:3:2.  Contains  principally  iron  (Fe  and  Fe).  Hot  Springs, 
Arkansas;  Harper's  Ferry  (owetiite).     Pattertonite  from  Unionville,  Pa,,  near  thuringite. 
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2.  TANTALATES,  COLUMBATES. 


FTHOCHIiORB. 

Isometric.  Commonly  in  octahedrons.  Cleavage:  octahedral,  some- 
times distinct,  especially  in  the  smaller  crystals. 

II.=5-5#5.  G.=4*2-4'85.  Lustre  vitreous  or  resinous.  Color  brown, 
dark  reddish-  or  blackish-brown.  Streak  light  brown,  yellowish-brown. 
Subtranslucent — opaque.     Fracture  conchoidal. 

Comp. — A  columbate  of  calcium,  cerium,  and  other  bases  in  varying  amounts.  Analysis, 
by  Rammelsberg,  Brevig,  CbaO»  58*27,  TiO,  538,  ThO,  4*96,  CeO  5*50,  CaO  1093,  FeO;UOa) 
5  53,  Na,0  5  31,  F  375,  HaO  1-58=101-10. 

Obs.— Occurs  in  syenite  at  Friederichsvarn  and  Laurvig,  Norway ;  at  Brevig;  near  Miask 
in  the  Urals ;  Kaiserstuhlgebirge  in  Breisgau  {koppite) ;  with  samarskite  in  N.  Carolina  (G.= 
4*794,  chemical  character  unknown). 

Micbolitk. — In  minute' yellow  octahedrons  in  feldspar.  G.=5*6.  Near  pyrochlore,  but 
probably  containing  more  tantalum  pentoxide.     Chesterfield,  Mass. 

Pyrrhite. — In  isometric  octahedrons.  Color  orange-yellow.  Chemical  character  un- 
known. From  Mursinsk  in  the  Ural.  A  mineral  supposed  to  be  similar  from  the  Azores 
contains  essentially,  according  to  Hayes,  columbium,  zirconium,  etc. 

Azorite.  — In  minute  tetragonal  octahedrons  resembling  zircon.  From  the  Azores  in  albito. 
Chemical  character  unknown. 


TANTAIJTE. 


Orthorhombic.    Observed   planes  as  in   the  figure.     I A  1=101°  32', 
0  A 1-2  =  122°  3£' ;  c  :  I :  &  =  15967  :  1-2247  :  1.     0  A 
f  I  =  117°  2',  iri  A 1-2  =  143°  6i\  1-2  A 1-2,  adj.,  =  141° 
48',  mA*-£  =  118°   33'.      Twins:   twinning-plane   i-l, 
common.     Also  massive. 

II.  =  6-6*5.  G.=7-8.  Lustre  nearly  pure  metallic, 
somewhat  adamantine.  Color  iron-black.  Streak  red- 
dish-brown to  black.   *  Opaque.     Brittle. 


(T 


u 


Comp.,  Var. — A  tantalate  either  (1)  of  iron,  or  (2)  of  iron  and 
mangunese,  or  (3)  a  stanno-tantalate  of  these  two  bases.  Formula 
Fei  Mn)Ta»Oe.  Sn  is  also  often  present  (as  FeSn08.  according  to  Ram- 
melfiberg\  and  some  of  the  tantalum  is  often  replaced  by  columbium. 
Analysis,  Ramm.,  Tammela  (G.=7*384),  Ta„06  76*34,  Cb,Oft  7*54, 
SnO,  OTO.FeO  13*00,  MnO  1  -42=99  '90.  Other  varieties  contain  much 
more  Cba04,  the  kinds  shade  into  one  another. 

Pyr.,  etc.— B.B.  unaltered.  With  borax  slowly  dissolved,  yielding- an  iron  glass,  which,  at 
a  certain  point  of  saturation,  gives,  when  treated  in  R.F.  and  subsequently  flamed,  a  gray- 
ish-white  bead ;  if  completely  saturated  becomes  of  itself  cloudy  on  cooling.  With  salt  of 
phosphorus  dissolves  slowly,  giving  an  iron  glass,  which  in  R.F.,  if  free  from  tungsten,  is 
pale  yellow  on  cooling  ;  treated  with  tin  on  charcoal  it  becomes  green.  If  tungsten  is  present 
the  bead  is  dark  red,  and  is  unchanged  in  color  when  treated  with  tin  on  charcoal.  With 
soda  and  nitre  gives  a  greenish-blue  manganese  reaction.  On  charcoal,  with  soda  and  suffi- 
cient borax  to  dissolve  the  iron,  gives  in  R.F.  metallic  tin.  Decomposed  on  fusion  with. 
22 
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potassium  bisulphate  in  the  platinum  spoon,  and  gives  on  treatment  with  dilute  hydrochlorio 
acid  a  yellow  solution  and  a  heavy  white  powder,  which,  on  addition  of  metallic  zinc,  assumes 
a  smalt-blue  color  ;  on  dilution  with  water  the  blue  color  soon  disappears  (v.  Kobell). 

Obs. — Tantalite  is  confined  mostly  to  albite  or  oligoclase  granite,  and  is  usually  associated 
with  beryl.  Occurs  in  Finland,  at  several  places ;  in  Sweden,  in  Fahlun,  at  Broddbo  and 
Finbo ;  in  France,  at  Chanteloube  near  Limoges,  in  pegmatite ;  in  North  Carolina. 

Named  TantaUte  by  Ekeberg,  from  the  mythic  Tantalus,  in  playful  allusion  to  the  difficul- 
ties (tantalizing)  he  encountered  in  his  attempts  to  make  a  solution  of  the  Finland  mineral  in 
acids. 

COLUMBITE.    Niobite.     Ferroilmenite. 

Orthorhombic.  I A  7=101°  26',  O  A 14  =  134°  53£';  c:b:a  = 
1-0038  : 1-2225  :  1.  O  A 14  =  140°  36',  O  A 1-3  =  138°  26',  irl  A  1-S  = 
104°  30',  l-«  A 1-8,  adj.,  =  151°,  U  A  i-3,  ov.  t-t,  =  135°  40',  i-2  A  i-2,  ov.  i-i, 
=  135°  30'.  Twins :  twinning-plaue  2-1  Cleavage :  i-i  and  i4,  the  former 
most  distinct.     Occurs  also  rarely  massive. 

661  662  663 


IS 


«     *2  7 


Haddam. 


/^^k 


ff     a 


I   Btt .'I 


Middletown,  Conn. 


Greenland. 


II. =6.  G.=5*4^6-5.  Lustre  submetallic ;  a  little  shining.  Color  iron- 
black,  brownish-black,  grayish-black ;  often  iridescent.  Streak  dark  red  to 
black.     Opaque.     Fracture  subconchoidal,  uneven.     Brittle. 

Comp.,  Var. — FeCb«(Taa)0«,  with  some  manganese  replacing  part  of  the  iron.  The  ratio 
of  Cb  :  Ta  generally=3  :  1  (Bodenmais,  Haddam),  sometimes  4  :  1,  8  :  1,  10  :  1,  etc;  in  the 
Greenland  columbite  the  Ta«06  is  almost  entirely  absent. 

Analyses,  Blomstrand,  (I)  Haddam  ^.=6  15),  (2)  Greenland  (G.=5'895). 


(2) 


Cb,0» 

Ta306 

wo, 

Sd09 

ZrO, 

FeO 

MnO 

H,0 

51*53 

28  55 

0-76 

034 

0-34 

13-54 

4  97 

016=10019 

77-97 



0-13 

0-73 

013 

17-33 

8-51 

— =  99-80 

Pyr.,  etc. — Like  tantalite.  Von  Kobell  states  that  when  decomposed  by  fusion  with 
caustic  potash,  and  treated  with  hydrochloric  and  sulphuric  acids,  it  gives,  on  the  addition  of 
sine,  a  blue  color  much  more  lasting  than  with  tantalite ;  and  the  variety  dianite,  when 
similarly  treated,  gives,  on  boiling  with  tin-foil,  and  dilution  with  its  volume  of  water,  a 
sapphire-blue  fluid,  while,  with  tantalite  and  ordinary  columbite,  the  metallic  acid  remains 
undissolved.  The  variety  from  Haddam,  Ct.,  is  partially  decomposed  when  the  powdered 
mineral  is  evaporated  to  dryness  with  concentrated  sulphuric  acid,  its  color  is  changed  to 
white,  light  gray,  or  yellow,  and  when  boiled  with  hydrochloric  acid  and  metallic  zinc  it  gives 
a  beautiful  blue.  The  remarkably  pure  and  unaltered  columbite  from  Arksnt-fiord  in  Green- 
land is  also  partially  decomposed  by  sulphuric  acid,  and  the  product  gives  the  reaction  test 
with  zinc,  as  above. 

Obs. — Occurs  at  Rabenstein,  Bavaria ;  at  Tirschenreuth,  Bavaria ;  at  Tammela  in  Finland ; 
at  Chanteloube,  near  Limoges  ;  near  Miask  in  the  Hmen  Mts.;  at  Hermansk&r,  near  Bjorskir, 
in  Finland ;  in  Greenland,  at  Evigtok. 
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In  the  United  States,  at  Haddam,  in  a  granite  vein,  and  near  Middletown,  Conn. ;  at 
Chesterfield,  Mass. ;  Standish,  Me  •  Acworth,  N.  H.  ;  also  Beverly,  Mass. ;  Northfield,  Mass. ; 
Plymouth,  N.  H.  ;  Greenfield,  N.  Y. 

The  Connecticut  crystals  are  usually  rather  fragile  from  partial  change ;  while  those  of 
Greenland  and  of  Maine  are  very  firm  and  hard. 

Hermannolite  (Shepard). — From  the  oolumbite  locality  at  Haddam,  Ct,  and  a  variety  of 
columbite  due  to  alteration.  G.  =5  '85.  Supposed  by  Hermann  to  contain  "  ilmenium  "  pent- 
oxide  (IUO*). 

Tapiolite.—  Tetragonal.  c=-6464  (rutile  c=*6442).  FeTa,(Cb,)0«,  *ith  Ta  :  Cb=4  :  1. 
Tammela,  Finland. 

Hjelmite. — A  stanno-tantalate  of  iron,  uranium  and  yttrium.  Massive.  Color  black. 
Near  Fahlun,  Sweden. 


YTTROTANTALITB.    Black  Tttrotantalite. 


Orthorhombic.     I A  1=  123°  10' ;  0  A  24  =  103°  26';  c  :  I :  &  =  20934 
:  1-S482  :  1.     Crystals   often   tabular  parallel   to  i-l. 
Also  massive ;  amorphous. 

II.=5-5\5.  G.=5*4-5*9.  Lustre  submetallic  to 
vitreous  and  greasy.  Color  black,  brown.  *  Streak 
gray  to  colorless.  Opaque  to  subtranslucent.  Frac- 
ture small  conchoidal  to  granular. 

Comp. — Mostly  Jt»(Ta,Cb),07,  with  two  equivalents  of  water, 
perhaps  from  alteration  ;  B=Fe  :  Ca  :  Y(Er,Ce)=l  :  2  :  4.  Con- 
taining also  WO«  and  Sn02.  Analysis  (Ramm.),  Ytterby,  Taa06 
4625.  Cb,06  1232,  SnO,*112,  WO,  236,  UO,  l-61,YO  1052,  ErO 
tf-71,  FeO  3  80,  CeO  2  22,  Ca  5-73,  HaO  631=98'95. 

Pyr.,  etc. — In  the  closed  tube  yields  water  and  turns  yellow.  Ytterby. 

On  intense  ignition  becomes  white.     B.B.  infusible.     With  salt  of 

phosphorus  dissolves  with  at  first  a  separation  of  a  white  skeleton  of  tantalum  pentoxide, 
which  with  a  strong  heat  is  also  dissolved  ;  the  black  variety  from  Ytterby  gives  a  glass  faintly 
tinted  rose -red  from  the  presence  of  tungsten.  With  soda  and  borax  on  charcoal  gives  traces 
of  metallic  tin  (Berzelius).  Not  decomposed  by  acids.  Decomposed  on  fusion  with  potas- 
sium bisulphate,  and  when  the  product  is  boiled  with  hydrychloric  acid,  metallic  zinc  gives  a 
pale  blue  color  to  the  solution  which  soon  fades. 

Obs. — Occurs  in  Sweden  at  Ytterby  ;  at  the  Kararf vet  mine,  etc. ,  near  Fahlun. 


SAMARSKTTB.     Uranotantalite. 


Orthorhombic      I A  1=122°  46'; 
1-S33  :  1.      Crystals  often  flattened^ 
parallel   to  i-l,  also  less  often  to  i-l. 
Also  in   large  irregular  masses  (N. 
Carolina).      In   flattened   imbedded 
grains  (Urals). 

II.  =  5;5-6.  G.=5;614-5-75 ;  5-45 
-5*69,  North  Carolina.  Lustre  of 
surface  of  fracture  shining  and  sub- 
metallic.  Color  velvet-black.  Streak 
dark  reddish-brown.  Opaque.  Frac- 
ture subconchoidal. 

Comp. — Analyses:  1.  Allen  (priv.  con- 
trib. ) ;  2.  Finkener  anfl  Stephana  : 


14  A  14  =  93°  ;    c  :  b  :  a  =  0-949 


North  Carolina. 
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Cb90»  Ta«0»  WO*  SnOa  Th09Zr09UO,  MnO  FeO     CeO*     YO    CaO    H,0 

1.  Mitchell 

Co.,  N.  C.,  3720  18.00 0-08 1246  0-75  10-90    425    14*45  055  1-12= 

UO,  100-36 

2.  Miask,  47*47   1*86  0*05  005  4-85  10*95  0*96  11*83+  8*81    1201  0*73  0-45 

MgO  0*14=99-76 

*  With  LaO,  DiO. 
t  With  0-«  CuO. 

Pyr.,  etc. — In  the  closed  tube  decrepitates,  glows  like  gadolinite,  cracks  open,  and  tarns 
black,  and  is  of  diminished  density.  B.B.  fuses  on  the  edges  to  a  black  glass.  With  borax 
in  O.F.  gives  a  yellowish -green  to  red  bead,  in  R.F.  a  yellow  to  greenish-black,  which  on 
flaming  becomes  opaque  and  yellowish-brown.  With  salt  of  phosphorus  in  both  flames  an 
emerald-green  bead.  With  soda  yields  a  manganese  reaction.  Decomposed  on  fusion  with 
potassium  bisulphate,  yielding  a  yellow  mass  which  on  treatment  with  dilute  hydrochloric 
acid  separates  white  tantalic  acid,  and  on  boiling  with  metallic  zinc  gives  a  fine  blue  color. 
Samarskite  in  powder  is  also  sufficiently  decomposed  on  boiling  with  concentrated  sulphuric 
acid  to  give  the  blue  reduction  test  when  the  acid  fluid  is  treated  with  metallic  zinc  or -tin. 

Obs. — Occurs  in  reddish-brown  feldspar,  near  Miask  in  the  Ural ;  the  pieces  having  the 
size  of  hazel-nuts.  In  masses,  sometimes  weighing  20  lbs.,  in  the  decomposed  feldspar  of  the 
mica  mines  of  western  North  Carolina,  especially  in  Mitchell  Co.  At  both  localities  it  is 
often  intimately  associated  with  columbite ;  at  Miask  the  crystals  of  the  latter  species  are 
sometimes  implanted  in  parallel  position  upon  those  of  the  samarskite. 

Nohlite. — Near  samarskite,  but  contains  4*62  p.  c  water.    Nohl,  Sweden. 

UUXSN1TJJ. 

Orthorhombic.  Form  a  rectangular  prism  with  lateral  edges  replaced, 
and  a  pyramid  at  summit.     Cleavage  none.     Commonly  massive. 

H.=6'5.  G.= 4*60-4-99.  Lustre  brilliant,  metallic-vitreous,  or  some- 
what greasy.  Color  brownish-black ;  in  thin  splinters  a  reddish-brown 
translucence  lighter  than  the  streak.  Streak-powder  yellowish  to  reddish- 
brown.     Fracture  subconchoidal. 

Oomp.— According  to  Rammelsberg  2RTiO«  +  RCb90«+aq:  here  R=Y,Fe,U  mostly. 
Analyds,  Ramm.,  Arendal,  CbaO»  35*09,  Ti09  21 16,  YO  27*48,  ErO  3*40,  UO,  4*78,  CeO  317, 
FeO  138,  H,0  2-63=99-63. 

Obs.— Occurs  at  Jolster  in  Norway ;  near  Tvedestrand  ;  at  Alve,  island  of  Tromoen,  near 
Arendal;  at  Moretjar,  near  Naskilen.    North  Carolina. 

Named  by  Scheerer  from  efftcvor,  a  stranger \  in  allusion  to  the  rarity  of  its  occurrence. 

JSsciiynite.— Orthorhombic.  H.=5-6.  G.  =4*9-5*14.  Lustre  submetallic  to  resinous, 
nearly  dull.  Color  nearly  black.  Streak  gray.  Fracture  small  subconchoidal  Analysis 
Ramm.,  CbaO»  28  81,  TiO,  22*64,  SnO*  018,  ThOa  15*75,  FeO  3*17,  CeO  1849,  LaO(DiO) 
5-60,  YO  1  12,  CaO  2*75,  H,0  1  -07=99*58.  In  feldspar  with  mica  and  zircon.  Miask  in  the 
Urals. 

Polymignite. —Orthorhombic.  In  slender  crystals.  H.=6*5.  G.=4*77-4-85.  Lustre 
brilliant.  Color  black.  Streak  dark  brown.  Fracture  perfect  conchoidaL  Composition 
doubtful.     Fredericksvarn,  Norway.     Perhaps  identical  with  eeschynite  (Frankenheim). 

Polycrase.— Orthorhombic.  H.=5'5.  G.  =5 -09-5*12.  Lustre  bright.  Color  black. 
Streak  grayish-brown.  Fracture  conchoidaL  Analysis,  Ramm.,  CbjO*  20*35,  TasOt  400. 
TiOa  26-59,  YO  23  32,  FeO  272,  CeO  2  61,  UOa  7  70  HaO  4*0?=98*84.  In  crystals  in  granite 
at  Hitteroe,  Norway. 

Menoite. — Occurs  in  short  prisms.  H.  =5-5*5.  Q.=5*48.  Color  iron-black.  Contain* 
zirconium,  iron,  titanium.     In  granite  veins  in  the  Ilmen  Mts. 

Rutuerfordite. — Doubtful;  contains  titanium,  cerium,  etc.    Rutherford  Co.,  N.  C. 


FERaUSONITE.    Yellow  Yttrotantalite.     Tyrite.    Bragite. 

Tetragonal,  hemihedral.     O  A 14  =  124°  20' ;  i  =  1*464.     Cleavage :  1, 
in  distinct  traces. 
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H.=5-5-6.    G.=5838,  Allen;  5-800,  Turner.    Lustre  externally  dull, 
on  the  fracture  brilliantly  vitreous  and  submetallic. 
Color  brownish-black ;  in  thin  scales  pale  liver-brown. 
Streak  pale  brown.     Subtranslucent — opaque.     Frac- 
ture imperfect  conchoidal. 

Comp. — According  to  Rammelsbeig,  essentially  2Ri(Cb,Ta)aOe. 
Analysis,  Ramm.,  Greenland,  Cb,0»  44  45,  Ta9Oe  6  80,  SnO,  0*47, 
WOa  015,  TO  24-87,  ErO  9  81,  Ce  7-63  (5  63  LaO,DiO),  U09  2*58, 
FeO  0-74,  CaO  0*61,  HaO  1-49=9910.  The  amount  of  water  varies 
from  1  49-7  p.  c. ,  and  is  regarded  by  Rammelsbeig  as  arising  from 
alteration. 

Obsr — Fergvsonite  occurs  near  Oape  Farewell  in  Greenland,  dis- 
seminated in  quartz.  Also  found  at  Ytterby,  Sweden  ;  in  Silesia. 
Bragite  is  from  Helle,  Alve,  and  elsewhere  in  Norway.  TyriU  is 
associated  with  euxenite  at  Hampemyr  on  the  island  of  Tromoe, 
and  Helle  on  the  mainland ;  at  Nue&kul,  about  ten  miles  east  of 
Arendal. 

Kochelite. — Near  fergusonite.      In  yellow  square-octahedrons  and  crusts  in  granite. 
Kochelwiesen,  near  Schreiberhau,  Silesia. 

Adelpholitb. — A  oolumbate  of  iron  and  manganese,  containing  41*8  p.  o.  of  metallic 
acids,  and  9*7  p.  c.  of  water.    Tetragonal.     H.=8*5-4-5.     G.=8*8.     Tammela,  Finland. 


Digitized  by 


Google 


342 


DESCRIPTIVE  MINERALOGY. 


3.  PHOSPHATES,  AKSENATES,  VANADATES,  ETC. 


Anhydrous  Phosphates,  Arsenates,  etc. 

ZSNOTIMB.    Ytterspath,  Germ. 

Tetragonal.     O  A 1  =  138°  45' ;  c  =  0-6201.     1 A 1,  pyram.,  =  124°  26' ; 
basal,  =  82°  30'.     Cleavage :  %  perfect. 

H.=4-5.  G.  =4'45-4-56.  Lustre  resinous. 
Color  yellowish-brown,  reddish-brown,  hair-brown, 
flesh-red,  grayish-white,  pale  yellow ;  streak  pale 
brown,  yellowish,  or  reddish.  Opaque.  Fracture 
uneven  and  splintery. 

Oomp.— YsPa08=Phosphorufl  pentoxide  (PtO»)  37-87,  yttria 
6213=100. 

Pyr.,  etc. — B.B.  infusible.     When  moistened  with  sulphuric 

acid  colors  the  flame  bluish-green.     Difficultly  soluble  in  emit 

of  phosphorus.     Insoluble  in  acids. 

Obs.— From  a  granite  vein  at  Hitteroe  ;  at  Ytterby,  Sweden  ;  St.  Gothard  ;  Binnenthal. 

In  the  U.  S.,  in  the  gold  washings  of  Clarksville,  Georgia ;  in  McDowell  Co.,  N.  C;  in  the 

diamond  sands  of  Bahia,  Brazil.     The  wiaerine  of  Eenugott  has  been  shown  by  Klein  to  be 

octahedrite  (vide  p.  255). 

Cryptolite  (P7u>*phocerite).— Ce,P,0*  (with  some  Di),  like  monazite.    Occurs  in  minute 
grains  imbedded  in  apatite  at  Arendal ;  Siberia. 


Apatite  Group. 
APATITE. 

Hexagonal ;  often  hemihedral.     O  A 1  =  139°  41'  38",  Kokscharof ;  c  = 
0-734603.    O  A  2-2  =  124°  14£'.   Cleavage :  O,  imperfect ;  7,  more  so.    Also 

*        670 


St.  Gothard. 


globular  and  reniform,  with  a  fibrous  or  imperfectly  columnar  structure ; 
also  massive,  structure  granular. 
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H.= 5,  sometimes  4-5  when  massive.  Gr.=2'92-3-25.  Lnstre  vitreous, 
inclining  to  subresinons.  Streak  white.  Color  usually  sea-green,  bluish- 
green  ;  often  violet-blue ;  sometimes  white ;  occasionally  yellow,  gray,  red, 
flesh-red,  and  brown  ;  none  bright.  Transparent — opaque.  A  bluish 
opalescence  sometimes  in  the  direction  of  the  vertical  axis,  especially  in 
white  varieties.     Cross  fracture  conchoidal  and  uneven.     Brittle. 

Var.  -1.  Ordinary.  Crystallized,  or  cleavable  and  granular  massive,  (a)  The  asparagus 
stone  (originally  from  Murcia,  Spain)  and  moroxite  (from  Arendal)  are  ordinary  apatite.  The 
former  was  yellowish-green,  as  the  name  implies  ;  the  latter  was  in  greenish-blue  and  bluish 
crystals ;  and  the  names  have  bee,n  used  for  apatite  of  the  same  shades  from  other  places. 
2.  Fibrous,  concretionary ,  stalactitie.  The  name  Phosphorite  was  used  by  Kirwan  for  all  apatite, 
but  in  his  mind  it  especially  included  the  fibrous  concretionary  and  partly  scaly  mineral  from 
Estremadura,  Spain,  and  elsewhere.  3.  Fluor-apatite,  Chlor-apatite.  Apatite  also  varies  as 
to  the  proportion  of  fluorine  to  chlorine,  one  of  these  elements  sometimes  replacing  nearly  or 
wholly  the  other. 

Comp. — The  formulas  of  the  two  varieties  are  8Ca3Py08  +  CaCl3= Phosphorus  pentoxMe 
40*92,  lime  53  80,  chlorine  6*82=101  '54 ;  and  3Ca,P3Oa  +  CaF,= Phosphorus  pentoxide  4220, 
lime  55 '55,  fluorine  8*77= 101'58.  Sometimes  both  calcium  chloride  (CaCU),  and  calcium 
fluoride  (CaF«),  are  present. 

Pyr.  etc. — B.B.  in  the  forceps  fuses  with  difficulty  on  the  edges  (F.  =4*5-5),  coloring  the 
flame  reddish-yellow  ;  moistened  with  sulphuric  acid  and  heated  colors  the  flame  pale  bluish- 
green  (phosphoric  acid) ;  some  varieties  react  for  chlorine  with  salt  of  phosphorus,  when  the 
bead  has  been  previously  saturated  with  copper  oxide,  while  others  give  fluorine  when  fused 
with  this  salt  in  an  open  glass  tube.     Gives  a  phosphide  with  the  sodium  test. 

Dissolves  in  hydrochloric  and  nitric  acid,  yielding  with  sulphuric  acid  a  copious  precipitate 
of  calcium  sulphate  ;  the  dilute  nitric  acid  solution  gives  with  lead  acetate  a  white  precipi- 
tate, which  B.  B.  on  charcoal  fuses,  giving  a  globule  with  crystalline  facets  on  coaling.  Some 
varieties  of  apatite  phosphoresce  on  heating. 

Diff. — Characterized  by  its  hexagonal  form.  Distinguished  by  its  softnegp  from  beryl ; 
does  not  effervesce  with  acids  like  the  carbonates  ;  unlike  pyromorphite,  yields  no  lead  B.B. 

Obs. — Apatite  occurs  in  rocks  of  various  kinds  and  ages,  but  is  mott  common  in  metamor- 
phic  crystalline  rocks,  especially  in  granular  limestone,  granitic  and  many  metalliferous  veins, 
particularly  those  of  tin,  in  gneiss,  syenite,  hornblendio  gneiss,  mica  schist,  beds  of  iron  ore; 
occasionally  in  serpentine,  and  in  igneous  or  volcanic  rooks ;  sometimes  in  ordinary  stratified 
limestone,  beds  of  sandstone  or  shale  of  the  Silurian,  Carboniferous,  Jurassic,  Cretaceous,  or 
Tertiary  formations  ;  also  in  microscopic  crystals  in  many  igneous  rocks,  doleryte,  eta  It 
has  been  observed  as  the  petrifying  material  of  wood. 

Among  its  prominent  localities  are  Ehrenfriedersdorf  in  Saxony ;  region  of  St.  Qothard 
in  Switzerland ;  Musaa-Alp  in  Piedmont ;  Tfntersulzbachthal  and  elsewhere  in  the  Tyrol ; 
Bohemia ;  in  England,  in  Cornwall,  with  tin  ores ;  in  Cumberland ;  in  Devonshire  ;  at  Wheal 
Franco  (francoliU),  etc.  The  variety,  moroxtfe,  occurs  at  Arendal,  Snarum,  etc..  in  Norway. 
The  asparagus  stone  or  SpargelsUin  of  Jumilla,  in  Murcia,  Spain,  is  pale  yellowish-green  in 
color ;  and  a  variety  from  Zillerthal  is  wine-yellow.  The  phosphorite,  or  massive  radiated 
variety,  i*  obtained  abundantly  near  the  junction  of  granite  and  argillyte,  in  Estremadura, 
Spain  •  at  Schlaokenwald  in  Bohemia ;  at  Krageroe,  eta 

In  Mass.,  at  Norwich;  at  Bolton,  and  elsewhere.  In  New  York,  in  St.  Lawrence  Co.,  in 
granular  limestone;  in  Bossie;  Sanford  mine,  Essex  Co.;  near  Edenville,  Orange  Co.  In 
New  Jersey,  near  Suckasunny,  ;  Mt.  Pleasant  mine,  near  Mt.  Teabo ;  at  Hurdstown,  Sussex 
Co.  In  Penn.,  at  Leiperville,  Delaware'Co.;  in  Chester  Co.  In  Delaware,  at  Dixon' 8  quarry, 
Wilmington.  In  Canada,  in  North  Elmsley,  and  passing  into  South  Burgess ;  similar  in 
Boss ;  at  the  foot  of  Calumet  Falls ;  at  St.  Booh,  on  the  Achigan. 

Apatite  was  named  by  Werner  from  krrariu,  to  deceive,  older  mineralogists  having  referred 
it  to  aquamarine,  chrysolite,  amethyst,  fluor,  schorl,  etc. 

a  Osteclite  is  massive  impure  altered  apatite.  The  ordinary  compact  variety  looks  like 
lithographio  stone  of  white  to  gray  color.     It  also  occurs  earthy.     Hanau. 

Guano. — Guano  is  bone-phosphate  of  calcium,  or  osteolite,  mixed  with  the  hydrous  phos- 
phate, brushite,  and  generally  with  some  carbonate  of  calcium,  and  often  a  little  magnesia, 
alumina,  iron,  silica,  gypsum,  and  other  impurities.  It  often  contains  0  or  10  p.  a  of  water. 
It  is  often  granular  or  oolitic ;  also  compact  through  consolidation  produced  by  infiltrating 
waters,  in  which  case  it  is  frequently  lamellar  in  structure,  and  also  occasionally  stal  -groitic 
and  stalactitie.  Its  colors  are  usually  grayish- white,  yellowish  and  dark  brown,  and  some- 
times reddish,  and  the  lustre  of  a  surface  of  fracture  earthy  to  resinous. 
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Phosphatic  Nodules.  Coprolites.— Phosphatic  nodules  occur  in  many  fossilif enms 
rocks,  which  are  probably  in  all  cases  of  organic  origin.  They  sometimes  present  a  spiral  or 
other  interior  structure,  derived  from  the  animal  organization  that  afforded  them,  and  in 
such  cases  their  coprolitio  origin  is  unquestionable.  In  other  cases  there  is  no  structure  to  aid 
in  deciding  whether  they  are  true  coprolites  or  not 

PYROMORPHITE    Grttnbleierz,  Germ. 

Hexagonal.  Hemihedral.  O  A 1  =  139°  38' ;  c  =  0-7362.  Cleavage : 
1  and  1  in  traces.  /  commonly  striated  horizontally.  Often  globular, 
reniform,  and  botryoidal  or  verruciform,  with  usually  a  subcolumnar  struc- 
ture ;  also  fibrous,  and  granular. 

H.=3-5-4.  G.=6-5-7'l,  mostly  when  without  lime;  5-6-5,  when  con- 
taining lime.  Lustre  resinous.  Color  green,  yellow,  and  brown,  of  differ- 
ent shades ;  sometimes  wax-yellow  and  fine  orange-yellow ;  also  grayish- 
white  to  milk-white.  Streak  white,  sometimes  yellowish.  Subtran6parcnt 
— Biibtranslucent.     Fracture  subconchoidal,  uneven.     Brittle. 

Comp. — Analogous  to  apatite,  8Pb3P»Oe+PbCla=Phosphoruspentoxide  15*71,  lead  oxide 
82*27,  chlorine  2*62=:  100*60.  Some  varieties  contain  arsenic  replacing  part  of  the  phosphorus, 
and  others  calcium  replacing  the  lead. 

Pyr.,  etc. — In  the  closed  tube  gives  a  white  sublimate  of  lead  chloride.  B.B.  in  the  forceps 
fuses  easily  (F.=l*5),  coloring  the  flame  bluish-green  ;  on  charcoal  fuses  without  reduction 
to  a  globule,  which  on  cooling  assumes  a  crystalline  polyhedral  form,  while  the  coal  is  coated 
white  from  the  chloride,  and,  nearer  the  assay,  yellow  from  lead  oxide.  With  soda  on  charcoal 
yields  metallic  lead  ;  some  varieties  contain  arsenic,  and  give  the  odor  of  garlic  in  R.  F.  on 
charcoal.  With  salt  of  phosphorus,  previously  saturated  with  copper  oxide,  gives  an  azure- 
blue  color  to  the  flame  when  treated  in  O.F.  (chlorine).     Soluble  in  nitric  acid. 

Diff. — Characterized  by  its  high  specific  gravity,  and  pyrognostics. 

Obs. — Pyromorphite  occurs  principally  in  veins,  and  accompanies  other  ores  of  lead .  Occurs 
in  Saxony  ;  at  Przibram,  Mies,  and  Bleistadt,  in  Bohemia ;  near  Freiberg  ;  Clausthal  iu  the 
Harz  ;  at  Nassau ;  Beresof  in  Siberia ;  Cornwall,  Derbyshire,  and  Cumberland,  in  England; 
Leadhills  in  Scotland  ;  Wicklow,  and  elsewhere,  Ireland.  Jn  the  U.  S.  at  Phenixville,  Perm.; 
also  in  Maine,  at  Lubec  and  Lenox ;  in  Davidson  Co. ,  N.  C. 

The  figures  produced  by  etching  (see  p.  118)  show  that  pyromorphite  is  hemihedral  like 
apatite  (Baumhauer). 

Named  from  x&p,  fire,  popQii,  form,  alluding  to  the  crystalline  form  the  globule  assumes  on 
cooling. 


MZMETITE.    Mimetesite. 

Hexagonal.     O  A 1  =  139°  58' ;  c  =  0-7276.     Cleavage :  1,  imperfect. 

H.=3'5.      G.=7-0-7'25,  miinetite;    5*4-5-5,  hedj- 

phane.    Lustre  resinous.    Color  pale  yellow,  passing 

into  brown  ;  orange-yellow  ;  white  or  colorless.    Streak 

white  or  nearly  so.    Subtransparent— transluceut. 

Comp.— Formula  8PbiAssO»-!-PbCn,= Arsenic  pentoxide  38*30, 
lead  oxide  74*06,  chlorine  2-89=100*55.  Generally  part  of  the 
arsenic  is  replaced  by  phosphorus,  and  often  the  lead  in  part  by  cal- 
cium. 

Pyr.  etc.—  In  the  closed  tube  like  pyromorphite.  B.B.  fuses  at  1. 
and  on  charcoal  gives  in  R.F.  an  arsenical  odor,  and  is  easily  reduced 
to  metallic  lead,  coating  the  coal  at  first  with  lead  chloride,  and 
later  with  arsenous  oxide  and  lead  oxide.  Gives  the  chlorine  reac- 
tions as  under  pyromorphite.  Soluble  in  nitric  acid. 
Ob*. — Occurs  at  several  of  the  mines  in  Cornwall :  in  Cumberland.  At  St  Prix  in  France ; 
at  Johanngeorgenstadt ;  at  Nertschinsk,  Siberia.    At  the  Brookdale  mine,  Fhenixville,  Pa* 
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Mimetite  is  hemihedral  like  apatite  and  pyromorphite,  as  shown  by  etching  (Baumhauer). 
Named  from  nipt/rfci  imitator,  it  closely  resembling  pyromorphite. 

Hedyphane. — A  variety  containing  much  calcium.    Campylitk  contains  much  lead  phos- 
phate. 


VANABINITB. 

Hexagonal.  In  simple  hexagonal  prisms,  and  prisms  terminating  in 
planes  of  the  pyramids  ;  1  A 1,  over  terminal  edge,  142°  58',  O  A 1  =  140° 
34',  /A  1  =  130°.     Usually  in  implanted  globules  or  incrustations. 

H.= 12-75-3.  G.= 6*6623-7.23.  Lustre  of  surface  of  fracture  resinous. 
Color  light  brownish-yellow,  straw-yellow,  reddish-brown.  Streak  white  or 
yellowish.  Subtransiucent — opaque.  Fracture  uneven,  or  flat  conchoidal. 
brittle. 

Com  p. — Formnla  3Pb»Va08 +PbCl»= Vanadium  pentoxide  19*36,  lead  oxide  7870  chlorine 
250=  100  56. 

Pyr.,  etc. — In  the  closed  tube  decrepitates  and  yields  a  faint  white  sublimate.  B.B.  fuses 
easily,  and  on  charcoal  to  a  black  lustrous  mass,  which  in  R.  F.  yields  metallic  lead  and  a  coat- 
ing of  chloride  of  lead ;  after  completely  oxidizing  the  lead  in  O.  F  the  black  residue  gives 
with  salt  of  phosphorus  an  emerald-green  bead  in  R.F.,  which  becomes  light  yellow  in  O.F. 
Gives  the  chlorine  reaction  with  the  copper  test.     Decomposed  by  hydrochloric  acid. 

If  nitric  acid  be  dropped  on  the  crystals  they  become  first  deep  red  from  the  separation  of 
vanadium  pentoxide,  and  then  yellow  upon  its  solution. 

Obs. — This  mineral  was  first  discovered  at  Zimapan  in  Mexico,  by  Del  Rio.  Since  obtained 
at  Wanlockhead  in  Dumfriesshire ;  also  at  Beresof  in  the  Ural ;  and  near  Kappel  in  Carinthia. 


Dechentte.— PbV«0«  (or  with  some  Zn)=  Vanadium  pentoxide  45  1,  lead  oxide  54*9=100. 
Massive.  Color  deep  red.  Daon,  near  Niederschlettenbaoh,  Rhenish  Bavaria.  Freiberg  in 
Breisgau  {eusynckite). 

Descloizite. — PbaV207=Vanad  um  pentoxide  29*1,  lead  oxide  70-9=100.  Orthorhombic. 
South  America.     Wheatley  Mine,  Penn. 

PucnERiTE  (Frened). — Orthorhombic,  near  brookite  in  form  ( Websky).  Occurs  in  small 
implanted  crystals.  Color  reddish- brown.  In  composition  a  bismuth  vanadate,  BiVO*= 
Vanadium  pentoxide  28*3.  bismuth  oxide  71  '7.    Pucher  mine,  Schneeberg,  Saxony. 


IIoscoelite. — Occurs  in  thin  micaceous  scales,  arranged  in  stellate  or  fan-shaped  groups. 
Color  dark  brownish-green.  Soft  G.  =2-938  (Genth) ;  2*902  (Roscoe).  Analyses:  1.  Ros- 
coe  (Proc.  Roy.  Soc.,  May  10,  1876);  2.  Genth  (Am.  J.  Sci.,  July,  1876). 

SiOa      V,05  :V10a      FeO»  MnO.    MgO     CaO      K,0     Na,0      H  O 

1.  141-25      28-60  1414      113  115      201      0*61      856      082       108 

moisture  2  27=101  62 

2.  47*69      2202  V«Ou      1410      167  FeO        2*00        tr.      *T59      019ign.4-90 

0-85  gangue=100-22 

The  above  analyses,  made  upon  material  derived  from  the  same  source,  differ  widely, 
especially  in  regard  to  the  state  of  oxidation  of  the  vanadium.  Genth  makes  it  V6Oii  = 
2V20s,V2Oft.  The  formula  given  by  Roscoe  is  2AlVa08  +  K4Si009o  +  aq.  Found  in  fissures  in 
the  porphyry,  and  in  cavities  in  quartz  at  the  gold  mine  at  Granite  Creek,  El  Dorado  Co., 
Cal.     Named  by  Dr.  Blake,  who  discovered  iu 
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WAONERITB. 

Monoclinic.  G  =  71°  53',  I A  7=  95°  25',  0  A  l-l  =  144°  25',  B.  <fc  M. ; 
c  :  J  :  #  =  0*78654  :  1-045  :  1.  Most  of  the  prismatic  planes  deeply  striated. 
Cleavage  :  /,  and  the  orthodiagonal,  imperfect ;   O  in  traces. 

H.=5-5*5.  G.=3-068,  transparent  crystal;  2*985,  untransparent,  Gam- 
melsberg.  Lustre  vitreous.  Streak  white.  Color  yellow,  of  different 
shades  ;  often  grayish.  Translucent.  Fracture  uneven  and  splintery  across 
the  prism. 

Oomp. — Mg8P208-fMgFs= Phosphorus  pentoxide  48*8,  magnesia  37  1,  fluorine  11*7,  mag- 
nesium 7-4=100. 

Pyr.,  etc. — JJ.B.  in  the  forceps  fuses  at  4  to  a  greenish-gray  glass ;  moistened  with  sulphu- 
ric acid  colors  the  flame  bluish-green.  With  borax  reacts  for  iron.  On  fusion  with  soda 
effervesces,  but  is  not  completely  dissolved  ;  gives  a  faint  manganese  reaction.  Fused  with 
salt  of  phosphorus  in  an  open  glass  tube  reacts  for  fluorine.  Soluble  in  nitric  and  hydro- 
chloric acids.     With  sulphuric  acid  evolves  fumes  of  fluohydric  acid. 

Ob*. — Occurs  in  the  valley  of  Hollgraben,  near  Werfen,  in  Salzburg,  Austria. 

Kjerulfine  (v.  KobeK).—  Stands  near  wagnerite,  but  exact  nature  uncertain.  In  masses 
of  a  pale  red  color  at  Bamle,  Norway. 

MONAZITB. 


Monoclinic.      C=  76°  14',  /A  7=93° 


10',  0a:U  =  138o8';  c:  bid 
=  0-94715  :  1-0265  :  1.  Crys- 
tals usually  flattened  parallel*  to 
iri.    Cleavage :  O  very  perfect. 


and   brilliant. 

ning  plane  O. 

II.  =  5-5-5. 


Twins :    twin- 
G.  =  4-9-5-36. 


Lustre  inclining  to  resinous. 
Color  brownish-hyacinth-red% 
clove-brown,  or  yellowish- 
brown.  Subtransparent — sub- 
translucent.     Rather  brittle. 


Oomp. — According  to  Rammelsberg, 
Norwich,  Ct.  Watertown,  Ct  5R,PaOs+Th,P,0,,  where  R=Ca,La, 

Di.  Analysis  by  Kersten,  Slatouot, 
PaO,  2850,  ThOa  17-95,  SnO,  210,  OeO  26  00,  LaO  2340,  MnO  1*86,  CaO  1*68,  K.O  and  TiO, 
tr.= 10149. 

Pyr.,  etc. — B.B.  infusible,  turns  gray,  and  when  moistened  with  sulphuric  acid  colon  the 
flame  bluish-green.  With  borax  gives  a  bead  yellow  while  hot  and  colorless  on  cooling ;  a 
saturated  bead  becomes  enamel-white  on  flaming.     Difficultly  soluble  in  hydrochloric  acid. 

Diff. — Its  brilliant  basal  cleavage  is  a  prominent  character,  distinguishing  it  from  tita- 
nite. 

Obs.— Monazite  occurs  near  Slatoust  in  the  Ibnen  Mtn.  ;  also  in  the  Ural ;  near  Notero  in 
Norway ;  at  Schreiberhau.  In  the  United  States,  with  rillimanite  at  Norwich  ;  at  Torktown, 
Westchester  Co.,  N.Y.;  near  Crowder's  Mountain,  N.  C. 

Named  from  fiova^  to  be  solitary,  in  allusion  to  its  rare  occurrence. 

Turneritk. — Identical  with  monazite,  as  first  suggested  by  Prof.  J.  D.  Dana  Occurs  in 
minute  yellow  to  brown  crystals,  rarely  twins,  at  Mt  Sorel,  Dauphiny;  Santa  Brigritta, 
Tavetsch;  Lercheltiny  Alp,  Binnenthal;  Laacher  See  (v.  Bath.),  c  :  b  :  d=  921696  :  1  : 
0-958444.     C.  =77°  18'  (Trechmann). 

Korarfvkite  {Radominaki). — A  cerium  phosphate  containing  fluorine;  near  monazite. 
Occurs  in  large  crystalline  masses  of  a  yellowish  color  at  Eorarfet  near  Fahlun,  Sweden. 
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TRIPHYIJTB.    Triphyline. 

Orthorhombic.     I A  1—  98°,  O  A  1-i  =  129°  33',  Tschermak ;  c  :  b  :  &  = 
1*211  :  1*1504  :  1.      Faces  of  crystals  usually  uneven. 
Cleavage :     O    nearly    perfect    in    unaltered    crystals. 
Massive. 

II. =5.  G.=3'54-3'6.  Subresinous.  Color  greenish- 
gray  ;  also  bluish  ;  often  brownish-black  externally. 
Streak  grayish-white.     Translucent  in  thin  fragments. 


674 


Comp.— RgPsOg,  where  R=Fe,  Mn,  (Ca)  and  Lia  (K«,  Na«).  Analysis 
byOesten,  from  Bodenmaia,  Pa06  44  19,  FeO  38  21,  MnO  5  63,  MgO 
2-39,  CaO  076,  Li,0  7*69,  Na,0  074,  K80  004,  SiOa  040=10005. 
The  analyses  vary  much,  owing  to  the  impure  material  employed. 

Pyr,,  etc — In  the  closed  tube  sometimes  decrepitates,  turns  to  a  Norwich, 

dark  color,  and  gives  off  traces  of  water.     B.B.  fuses  at  1*5,  coloring 

the  flame  beautiful  lithia-red  in  streaks,  with  a  pale  bluish-green  on  the  exterior  of  the  cone 
of  flame.  The  coloration  of  the  flame  is  best  seen  when  the  pulverized  mineral,  moistened 
with  sulphuric  acid,  is  treated  on  a  loop  of  platinum  wire.  With  borax  gives  an  iron  bead  ; 
with  soda  a  reaction  for  manganese.     Soluble  in  hydrochloric  acid. 

Obs. — Triphylite  occurs  at  Babenstein  near  Zwiesel  in  Bavaria ;  also  at  Keityo  in  Finland ; 
Norwich,  Mass. 

Named  from  rpig,  three-fold,  and  Qvfy,  family,  in  allusion  to  its  containing  three  phos- 
phates. 

TRIPUTB.     Zwieselite. 

Orthorhombic.  Imperfectly  crystalline.  Cleavage:  unequal  in  three 
directions  perpendicular  to  each  other,  one  much  the  most  distinct. 

H.=5-5-5.  G.=3'44-3*8.  Lustre  resinous,  inclining  to  adamantine. 
Color  brown  or  blackish-brown  to  almost  black.  Streak  yellowish-gray  or 
brown.     Subtransluceut — opaque.     Fracture  small  conchoidal. 

Oomp.— RaPaOg+RF,;  B=Fe,  Mn(Ca).  Analysis,  v.  Kobell,  Schlackenwald,  P«0§  33*85, 
FeO,  3-50,  FeO  2338,  MnO  3000,  CaO  220,  MgO  305,  F=810=10408. 

Pyr.,  etc. — B.B.  fuses  easily  at  1*5  to  a  black  magnetic  globule ;  moistened  with  sulphuric 
acid  colors  the  flame  bluish-green.  With  borax  in  O.  F.  gives  an  amethystine  colored  glass 
(manganese);  in  R.F.  a  strong  reaction  for  iron.  With  soda  reacts  for  manganese.  With 
sulphuric  acid  evolves  fluohydrio  acid.     Soluble  in  hydrochloric  acid. 

Obs. — Found  by  Alluaud  at  Limoges  in  France,  with  apatite ;  at  Peilau  in  Silesia. 

Zwieseliie*  a  clove-brown  variety,  was  found  near  Babenstein,  near  Zwiesel  in  Bavaria,  in 
quartz  (G.  =3*97,  Fuchs). 

Sarcopside. — Near  triplite.    Valley  of  the  Muhlbaoh,  Silesia. 

AMBLYGONTTB. 

Triclinic.  Cleavage :  O  perfect ;  i-i  nearly  perfect,  angle  between  these 
cleavages  104£° ;  also /imperfect.  Usually  massive,  cleavable ;  sometimes 
columnar. 

II. =6.  G.=3-3B11.  Lustre  pearly  on  face  of  perfect  cleavage  (O); 
vitreous  on  i-i,  less  perfect  cleavage-face  ;  on  cross-fracture  a  little  greasy. 
Color  pale  mountain  or  sea-green,  white,  grayish,  brownish-white.  Sub- 
transparent — translucent.  Fracture  uneven.  Optical  axes  very  divergent ; 
plane  of  axes  nearly  at  right  angles  to  i-i;  bisectrix  of  the  acute  angle 
negative,  and  parallel  to  the  edge  O/i-i ;  DesCl. 
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Oomp.— According  to  Rammelsberg,  2AJP;0*-f  3Li(Na)F.  If  Na  :  Li=l  :  4,  the  formula 
requires  :  Phosphorus  pentoxide  49*24,  alumina  35*58,  lithia  6*24,  soda 
323,  fluorine  9*88=104*17. 

Pyr.,  etc. — In  the  closed  tube  yields  water,  which  at  a  high  heat  is 
acid  and  corrodes  the  glass.  B.  B.  fuses  easily  at  2,  with  intumescence, 
and  becomes  opaque-white  on  cooling.  Colors  the  flame  yellowish-red 
with  traces  of  green ;  the  Hebron  variety  gives  an  intense  Kthia-red ; 
moistened  with  sulphuric  acid  gives  a  bluish-green  to  the  flame.  With 
cobalt  solution  assumes  a  deep  blue  color  (alumina).  With  borax  and 
salt  of  phosphorus  forms  a  transparent  colorless  glass.  In  fine  powder 
dissolves  easily  in  sulphuric  acid,  more  slowly  in  hydrochloric. 

Diff. — Distinguished  by  its  easy  fusibility ;  reaction  for  fluorine  and 
lithia ;  greasy  lustre  in  the  mass,  etc. 

Obs. — Occurs  at  Chursdorf  and  Amsdorf,  near  Penig  in  Saxony ;  also 
at  Arendal,  Nor  way.  In  the  U.  States,  in  Maine,  at  Hebron  (hebronite), 
imbedded  in  a  coarse  granite  with  lepidolite,  albite,  quarts,  red,  green, 
and  black  tourmaline;  also  at  Mt.  Mica  in  Paris,  8  m.  from  Hebron, 
with  tourmaline. 
The  name  is  from  afipAfrc,  blunt,  and  yoVi-,  angle. 
Hkbronite. — The  mineral  from  Hebron,  Me.  (see  above),  has  been 
shown  by  DesCloizeaux  to  differ  in  optical  character  (v  >  /<)  from  tbe 
Penig  amblygonite.  On  this  ground,  as  well  as  on  account  of  a  variation 
in  the  composition,  it  has  been  proposed  (v.  Kobell)  to  make  it  a  new  species.  The  same 
optical  character  and  composition  belong  to  the  mineral  from  Montebras  (called  monUbratiU 
on  the  basis  of  an  erroneous  analysis) .  Analysis  of  hebronite,  Pisani,  P«0»  46*65,  A10» 
80*00,  LiaO  9-75,  HaO  420,  F  522=101 -82. 

Hekderite. — Supposed  to  be  an  anhydrous  aluminum-calcium  phosphate,  with  fluorine, 
Color  yellowish- white.     Ehrenfriedersdorf. 

Dubangite.— Monoclinic  Cleavage  prismatic  (110°  10).  H.=5.  G.  =3987-4 -07.  Color 
bright  orange-red.  Analysis,  Hawes,  Arsenic  pentoxide  53 '11,  alumina  17*19,  iron  sesqui- 
oxide  923,   manganese  sesquioxide  208,   soda  1306,   lithia  0*65,  fluorine  7*67=102-99. 

Formula  RsRAs90»  (with  one-ninth  of  the  oxygen  replaced  by  fluorine),  or  HAssO,  +  2RF. 
Here  R=Na  :  Li=10  :  1 ;  ft=Al  :  Fe  :  Mn=15  :  5  :  1.  Other  varieties,  having  a  lighter  color, 
have  M  ;  Fe=5  :  1.     Occurs  with  cassiterite,  near  Durango,  Mexico  (Brush). 


Hebronite,  Maine. 


Anhydrous  Antimonates. 


Monimolite. — Mainly  an  antimonate  of  lead.     Yellow.     6.  =5*94.     Paisberg,  Sweden. 

Nadoritr.—  PbSba04-fPbCla.  In  yellow  transluoent  crystals.  H.=8.  G.=7*02.  Djebel- 
Nador,  province  of  Constantine,  Algiers. 

Romeite.  — An  antimonate  (or  antimonite)  of  calcium.  Oocurs  in  groups  of  minute  tetra- 
gonal crystals.     Color  yellow.     St.  Marcel,  Piedmont. 

Rivotite. — Contains  antimonic  oxide,  carbon  dioxide,  and  copper.  Amorphous.  Color 
yellowish-green.     Sierra  del  Cadi. 

Stebioferrite.  — Amorphous  coating  on  stibnite,  from  Santa  Clara  Co. ,  CaL    Mixture  (?;. 


Hydrous  Phosphates,  Arsenates,  etc. 

PHARMAOOUTB. 


Monoclinic.  I A  1=111°  6',  i\  A  i-2  =  109°  26',  lAl  =  117°  24'. 
Cleavage :  i-i  eminent.  One  of  the  faces  1  often  obliterated  by  the  exten- 
sion of  the  other.  Surfaces  i-i  and  i-2  usually  striated  parallel  to  their 
mutual  intersection.  Rarely  in  crystals ;  commonly  in  delicate  silky  fibres 
or  acicular  crystallizations,  in  stellated  groups.  Also  botryoidal  and  stalac- 
titic,  and  sometimes  massive. 
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H.=2-2-5.     G.=2,64r-2'73.    Lustre  vitreous ;  on  i-\  inclining  to  pearly. 
Color  white  or  grayish ;  frequently  tinged  red 
by  arsenate  of  cobalt.     Streak  white.     Trans- 
lucent— opaque.     Fracture  uneven.     Thin  lami- 
na* flexible. 


-2HCaAs04+5aq=Ax8enio  pentoxide  51*1,   lime 
24-9,  water  240=  100. 

Fyr.,  etc. — In  the  closed  tube  yields  water  and  becomes 
opaque.  B.B.  in  O.F.  fuses  with  intumescence  to  a  white 
enamel,  and  colors  the  flame  light  blue  (arsenic).  On  char- 
coal in  R.F.  gives  arsenical  fumes,  and  fuses  to  a  semi-transparent  globule,  sometimes  tinged 
blue  from  traces  of  cobalt.  The  ignited  mineral  reacts  alkaline  to  test  paper.  Insoluble  in 
water,  but  readily  soluble  in  acids. 

Obs.— Found  with  arsenical  ores  of  cobalt  and  silver  at  Wittichen,  Baden  ;  at  Andreasberg, 
and  at  Riechelsdorf  and  Bieber  ;  at  Joachimsthal. 

This  species  was  named,  in  allusion  to  its  containing  arsenic,  from  QdppaKoy,  poison. 

Struvite. — An  ammonium-magnesium  phosphate  containing  12  equivalents  of  water.  In 
guano  from  Saldanha  Bay,  Africa. 

Haidingerite.— HCaAs04+aq.=  Arsenic  pentoxide  58*1,  lime  28*8,  water  13  6=100. 
Joachimsthal(?). 

Brcshite.— HCaP04(R8PsOe)+2aq=Pho8phorus  pentoxide  41*8,  lime  82*6,  water  61= 
100.    Monoclmic.     Q.=2  208.    On  guano  at  Aves  Island  and  Sombrero. 

Metabiujshite.—  2HCaP04+3aq.  G.=23o.  Sombrero.  Ornithrite.  Probably  altered 
brushite. 

Chitrchitr.— R»P,0B+4aq,  with  R=Ce(Di),Ca.     Cornwall. 

Wapplerite  {Frtnzd). — Triclinic.  In  minute  crystals  and  in  incrustations.  Color  white. 
Composition  H;Ca,Mg)As04-f7aq=(Ca  :  Mg=4  :  3)  arsenic  pentoxide  48'7,  lime  13*5,  mag- 
nesia 7  *3,  water  80  5=100.  Found  with  pharmacolite  at  Joachimsthal.  Schrauf  states  that 
rtEtslerite  is  a  pseudomorph  after  wapplerite. 

Hcernesite. — Monoclmic  Color  snow-white.  Composition  Mg,Asa08+8aq.  From  the 
Banat. 

Picrofharmacolite. — Monoclinic.    Ca,(Mga)Asa08+6aq.    Riechelsdorf ;  Freiberg. 


26',  b  :  I :  d  = 


VIVIAN  JLTB. 

Monoclinic.     O  =  75°  34',  I A 1=  108°  2',  1  A 1  =  120° 
•935792  :  1-33369  :  1 ;  v.  Rath.    Surface  i-\  smooth,  others 
striated.     Cleavage :   i-i,  highly  perfect ;  i-i  and  \-i  in 
traces.     Often  reniform  and  globular.     Structure  diver- 
gent, fibrous,  or  earthy ;  also  incrusting. 

H.= 1-5-2.  G. =2-58-2-68.  Lustre,  iA,  pearly  or  me- 
tallic pearly ;  other  faces  vitreous.  Color  white  or  color- 
less, or  nearly  so,  when  unaltered  ;  often  blue  to  green, 
deepening  on  exposure;  usually  green  when  seen  per- 
pendicularly to  the  cleavage-face,  and  blue  transversely ; 
the  two  colors  mingled,  producing  the  ordinary  dirty  blue 
color.  Streak  colorless  to  bluish-white,  soon  changing  to 
indigo-blue ;  color  of  the  dry  powder  often  liver-brown. 
Transparent — translucent;  becoming  opaque  on  expo- 
sure. Fracture  not  observable.  Thin  laminae  flexible. 
Sectile. 

Oomp^-Fe»P2Oe-h8aq=Pho8phorufl  pentoxide  28*3,  iron  protoxide  43  0,  water  28*7=1)0. 
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Pyr.,  etc. — In  the  closed  tube  yields  neutral  water,  whitens  and  exfoliates.  B.B.  fuses  at 
1  '5,  coloring  the  flame  bluish- green,  to  a  grayish-black  magnetic  globule.  With  the  fluxes 
reacts  for  iron.     Soluble  in  hydrochloric  acid. 

Diff. — Distinguishing  characters  :  deep-blue  color ;  softness ;  solubility  in  acid. 

Obs.— Occurs  associated  with  pyrrhotite  and  pyrite  in  copper  and  tin  veins ;  in  beds  of 
clay,  and  sometimes  associated  with  liu  onite,  or  bog  iron  ore;  often  in  cavities  of  fossils  or 
buried  bones.  Occurs  at  Wheal  Falmouth,  and  elsewhere  in  Cornwall ;  in  Devonshire,  near 
Tavistock  •  at  Bodenmais.  The  earthy  variety,  called  blue  iron  earth  or  notice  Prussian  Hue 
occurs  in  Greenland,  Carinthia,  Cornwall,  etc.     At  Cransac,  France. 

In  N.  America,  it  occurs  in  New  Jersey,  at  Allentown ;  at  Franklin.  Also  in  Delaware^  near 
Middletown ;  near  Cape  flenlopen.  In  Maryland,  in  the  north  part  of  Somerset  and  Wor- 
cester Cos.     In  Virginia*  in  Stafford  Co.     In  Canada^  with  limonite  at  Vandreuil,  abundant. 

Ludlamite  (Field). — Monoclinic.  H.=8  4.  G.=3-12.  Color  clear  green,  from  pale  to 
dark.  Transparent,  brilliant.  Com  position  2Fe3PVfO  B + HaFe02  +  8aq=Phosphorus  pentoxide 
29  88,  iron  protoxide  5306,  water  1700=100.     Cornwall. 


rftt 


\ 


s 


Schneeberg. 


ERYTHRITB.    Cobalt  Bloom.    Kobaltbltithe,  Germ. 

Monoclinic.     C  =  70°  54',  I A  1=  111°  16'  O  A  VI  =  146°  19';  h  :  b  :  a 
=  0-9747  :  1*3818  :  1.     Surfaces  i-i  and  14  vertically 
678  Btriated.     Cleavage :  i-\  highly  perfect,  i-i  and  \i  indis- 

tinct. Also  in  globular  and  reniform  shapes,  having  a 
drusy  surface  ana  a  columnar  structure  ;  sometimes  stel- 
late.    Also  pulverulent  and  earth y,  incrusting. 

II. =1-5-2-5  ;  the  lowest  on  iX.  G.= 2*948.  Ltistre 
of  i-\  pearly ;  otlier  faces  adamantine,  inclining  to  vitre- 
ous ;  also  dull  and  earthy.  Color  crimson  and  peach- 
red,  sometimes  pearl-  or  greenish-gray  ;  red  tints  incline 
/  to  blue,  perpendicular  to  cleavage-face.  Streak  a  little 
paler  than  the  color  ;  the  dry  powder  deep  lavender- 
blue.  Transparent — subtranslucent.  Fracture  not  ob- 
servable.   Thin  lamiiue  flexible  in  one  direction.    Sectile. 

Oomp.— Co3Afl20 e +8aq= Arsenic  pentoxide  38*40,  cobalt  oxide  8756,  water  24  04;  Co 
often  partly  replaced  by  Fe,Ca,  or  Ni. 

Pyr.,  etc. — In  the  closed  tube  yields  water  at  a  gentle  heat  and  turns  bluish  ;  at  a  higher 
heat  gives  off  arsenous  oxide,  which  condenses  in  crystals  on  the  cool  glass,  and  the  residue 
has  a  dark  gray  or  black  color.  B.  B.  in  the  forceps  fusee  at  2  to  a  gray  bead,  and  colors  the 
flame  light  blue  (arsenic).  B.B.  on  charcoal  gives  an  arsenical  odor,  and  fuses  to  a  dark  gray 
arsenide,  which  with  borax  gives  the  deep  blue  color  characteristic  of  cobalt.  Soluble  in 
hydrochloric  acid,  giving  a  rose-red  solution. 

Obs.— Occurs  at  Schneeberg  in  Saxony  ;  at  Saalf eld  in  Thuringia ;  Wolfach  and  Wittichen 
in  Baden;  Modum  in  Norway;  at  Allemont  in  Dauphiny;  in  Cornwall,  at  the  Botallack 
mine,  etc. 

Erythrite,  when  abundant,  is  valuable  for  the  manufacture  of  smalt.  Named  from  tpvtipos, 
red. 

Roselite.— Triclinic  (Schrauf).  Usually  in  complex  twin  crystals.  H.=3'5.  G.  =3*585 
-3 '738.  Color  rose-red.  Composition  RsAsa08-h2aq  (or  3aq),  with  R=Ca,Mg,  and  Co.  Ana- 
lyst, Winkler,  As,06  4996,  CoO  12-4T,,  CaO  2872,  MgO  4'b7,  H90  9*69=100'49.  Found  at 
Schneeberg,  Saxony ;  the  crystals  from  the  Daniel  Mine  have  a  lighter  color  than  those  of  the 
Rappold  Mine,  the  latter  containing  less  cobalt  and  more  calcium. 

Wfnklerite.— Contains  AsaOt,Cu,eo,Fe,Co,Ni,Ca,HsO,C08,  etc.  Mixture (?).  PrU, 
Spain. 

K  »ttioite. — Near  erythrite,  but  contains  zinc.     Schneeberg. 

Annabkhoite  (Nickelbluthe,  Qerm.). — Ni8As30B-h8aq=  Arsenic  pentoxide  QSH,  nickel 
oxide  37 -2,  water  24*2=100.  Soft,  earthy.  Color  apple-green.  Allemont;  Annaberg; 
Riechelsdorf. 

Hureaulite. — A  hydrous  iron-manganese  phosphate,  oocuring  in  cavities  in  triphylite 
at  Limoges,  France. 

Chondrarsenite. — Yellow  grains  in  barite ;  probably  a  manganese  arseniate.  Paisberg, 
Sweden. 
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143°  50' ;  b  :  b  :  d  =  0-7311 


in    aspect. 
Abo  globu- 


Orthorhombic.     I A 1=  92°  20',  0  A  1-t : 
:  1*0416  : 1.      Crystals    usually    octahedral 
Cleavage:  diagonal,  i-%  i-l,  very  indistinct, 
lar  or  reniform,  and  compact. 

H.=4.  G.=3'6-3-8.  Lustre  resinous.  Color  olive- 
green,  generally  dark.  Streak  olive-green.  Translucent. 
to  subtranslucent.  Fracture  subconchoidal — uneven. 
Brittle. 

Oomp.— Cu4P*0B-haq,  or  Cu,P,08-hH,CuO,  (Ramm  )= Phosphorus 
pentoxide  29*7,  copper  oxide  66  5,  water  8*8=100. 

Pyr.,  etc. — In  the  closed  tube  yields  water  and  tarns  black.  B.B. 
fust*  at  2  and  colors  the  flame  emerald-green.  On  charcoal  with  soda 
gives  metallic  copper,  sometimes  also  an  arsenical  odor.  Fused  with 
metallic  lead  on  charcoal  is  reduced  to  metallic  copper,  with  the  forma- 
tion of  lead  phosphate,  which  treated  in  R.F.  gives  a  crystalline  polyhedral  bead  on  cooling. 
With  the  fluxes  reacts  for  copper.     Soluble  in  nitric  acid. 

Obs.— Occurs  at  Libethen,  in  Hungary :  at  Rheinbreitenbaoh  and  Ehl  on  the  Rhine ;  at 
Nischne  Tagilsk  in  the  Ural ;  in  Bolivia ;  Chili. 


OLIVENITE. 

Orthorhombic.  I A 1=  92°  30',  0  A  1-t  =  144°  W ;  c 
1*0446  :  1.  Cleavage:  /  and  14  in  traces.  Sometimes  aci- 
cular.  Also  globular  and  reniform,  indistinctly  fibrous, 
fibres  straight  and  divergent,  rarely  promiscuous;  also 
curved  lamellar  and  granular. 

II. =3.  G.=4'l-4-4.  Lustre  adamantine — vitreous;  of 
some  fibrous  varieties  pearly.  Color  various  shades  of  olive- 
irreen,  passing  into  leek-,  siskin-,  pistachio-,  and  blackish- 
green;  also  liver- and  wood-brown ;  sometimes  6traw-yellow 
and  grayish-white.  Streak  olive-green — brown.  Subtrans- 
parent — opaque.  Fracture,  when  observable,  conchoidal — 
uneven.     JBrittle. 


I :  d  =  072 
660 


%y 


i  if 


Oomp.— Cu4Ast09+aq=GuaAs3Os+HaCuOa  (Ramm. )=  Arsenic  pentoxide  40*66,  copper 
oxide  5615,  water  3  10 =100. 

Pyr.,  etc. — In  the  closed  tube  gives  water.  B.  B.  fuses  at  2,  coloring  the  flame  bluish-green, 
and  on  cooling  the  fused  mass  appears  crystalline.  B.B.  on  charcoal  fuses  with  deflagration, 
gives  off  arsenical  fumes,  and  yields  a  metallic  arsenide,  which,  with  soda  yields  a  globule  of 
copper.    With  the  fluxes  reacts  for  copper.     Soluble  in  nitric  acid. 

Obs. — The  crystallized  varieties  occur  in  many  of  the  Cornwall  mines ;  near  Tavistock  in 
Devonshire  'also  at  Alston  Moor  in  Cumberland ;  at  Camsdorf  and  Saalf  eld  in  Thuringia ;  the 
Tyrol ;  the  Bannat;  Siberia ;  Chili ;  and  other  places. 

Adamite.— ZnsAflsOs-t-HsZnO..,^: Arsenic  pentoxide  40*2,  zinc  oxide  56*7,  water  3  1=100. 
Color  yellow.     Chanarcillo,  Chili ;  Cap  Garonne. 

Taoilitk— Cu«P«09  +  3aq  (=Cu3P«o«+H„CuOa+2aq).  Color  emerald-green.  Nischne- 
Tagilsk.  Isoclasite.  Ca4P209  +5aq  ( = CaiP„08  -h  HaCaOa + 4aq) .  Colorless  to  snow-white. 
Joachimsthal. 

EucHROirE.—  CusAsaOg+HaCuOa-f  6aq  (Ramm. )= Arsenic  pentoxide  841,  copper  oxide 
47*2,  water  18*7=100.     Color  emerald-green.    Libethen,  Hungary. 

C ii lorotile.  — Cu,  As«0 8  -t- 6aq.  In  capillary  crystals .  Also  fibrous ;  massive.  Color  apple- 
green.    In  quartz  at  Schneeberg  and  Zinnwald  ;  Thuringia ;  Chili  (Fremd). 

VESZEiiYiTE  {fkhratif).— A  hydrous  copper  phosphate  •  composition  4Cu8P90i+5aq.  Tri- 
clinia   Occurs  in  crystalline  crusts  on  a  garnet-rock  at  Morawicza  in  the  Bannat 
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XJROOONITB.    Linaenerz,  Germ. 

Monoclinic.  /A  7=  74°  21',  DesCl.  C=88°  33'.  Cleavage  lateral, 
but  obtained  with  difficulty.     Barely  granular. 

H. =2-2*5.  G.=2-88-2-96.  Lustre  vitreous,  inclining  to  resinous. 
Color  and  streak  sky-blue — verdigris-green.  Fracture  imperfectly  con- 
ehoidal,  uneven.     Imperfectly  sectue. 

Comp.— Formula  Cu,(Al)  As,(Pa)0*+H,,(Cu,, Al)Oe+9aq,  with  Cu.  :  Al=3  :  8,  and  As  : 
P=l  :  i  This  requires  arsenic  pentoxide  23  1,  phosphorus  pentoxide  8  *6c,  opper  oxide  35*9, 
alumina  10*3,  water  27*1=100. 

Pyr.,  etc. — In  the  closed  tube  gives  much  water  and  turns  olive-green.  B.B.  cracks  open, 
but  does  not  decrepitate  ;  fuses  less  readily  than  olivenite  to  a  dark  gray  slag;  on  charcoal 
cracks  open,  deflagrates,  and  gives  reactions  like  olivenite.     Soluble  in  nitric  acid. 

Obs. — With  various  ores  of  copper,  pyrite,  and  quartz,  at  Wheal  Gorland,  Wheal  Muttrell. 
etc.,  in  Cornwall ;  also  in  minute  crystals  at  Herrengrund  in  Hungary ;  and  in  Voigtland. 

Pseudomalachitb  Phosphochaldte.  —  Ou«PaOu4-8aq=Cu.P,Oa-|-8HaCuO«=PiO,  211. 
CuO  70*9,  H90  8*0=100.  Triclinic  (Schrauf).  G.=4*84.  Color  emerald-green,  Related 
sub-species:  Ehlitu  (Prarine),  Cu,Pjbe+2H8CuOa+aq  (Bamm.);  Dihydkite,  Cu»P40.^ 
2HaCuO«.     Ehl,  near  Lins,  on  the  Rhine  ;  Libethen,  Hungary;  Nischne  Tagilsk ;  Cornwall. 

Erinite. — Cu,Afl,08-f-2HsCuOa.  In  mammillated  crystalline  groups.  Color  green.  Corn- 
wall 

Cornwallite.— CutAfl,0,o-f-3aq(=Cu8Afl,08+2H,CuO,-»-aq).  Amorphous.  Color  green. 
Cornwall  {Church). 

Psittacinite. — Occurs  in  thin  crypto-crystalline  coatings,  sometimes  having  a  botryoidal 
structure ;  also  pulverulent.  Color  siskin-green  to  olive-green.  Formula  2RaV,0B  +8HsCuOj 
+6aq,  with  R=Pb  :  Cu=8  :  1.  This  requires :  Vanadium  pentoxide  19  32,  lead  oxide  53  lo, 
copper  oxide  18*95,  water  8*58=100.  Found  at  the  gold  mines  in  Silver  Star  District.  Mon- 
tana (Genth.  Am.  J.  Sci,  III.,  xii.,  85,  1876). 

Mottramite. — Occurs  as  a  thin  crystalline  incrustation,  which  is  sometimes  velvety,  con- 
sisting of  minute  crystals  ;  more  generally  compact.  H.=8.  G.  =5*894.  Color  black  by 
Deflected  light,  in  thin  particles  yellowish,  translucent  (crystals) ;  purplish-brown,  opaque, 
(compact).  Formula  (Pb,Cu)sVaO»  +  2Ha(Pb,Cu)Oj,  which  requires  vanadium  pentoxide  1 9*74. 
copper  oxide  20*39,  lead  oxide  57*18,  water  8*69=100.  Related  to  dihydrite  and  erinite. 
Found  in  Keuper  sandstone  at  Aldeley  Edge  and  Mottram  St.  Andrew's,  in  Cheshire,  England 
(Roscoe,  Proc.  Roy.  Soc.,  xxv.,  III.,  1876). 

Volbortiiite.— R^aC-i-aq,  with  R=Ca  :  Cu=2  :  3  (or  3  :  7),  Ramm.  From  the  Urals. 
Kalk-volborthit  (Germ.),  Friedrichsrode,  contains  calcium. 


OlilNOOLASTTB.    Strahlerz,  Germ. 

Monoclinic.     C=  80°  30',  I A  I,  front,  =  56°.     Cleavage :  basal,  highly 
perfect.      Also  massive,  hemispherical,  or  renifornr; 
681  structure  radiated  fibrous. 

H.=2-5-3.  G.=4\L9-4-36.  Lustre:  O  pearly; 
elsewhere  vitreous  to  resinous.  Color  internally  dark 
verdigris-green;  externally  blackish-blue  green.  'Streak 
bluish-green.     Subtranslucent.     Not  very  brittle. 

Comp.— Cu,A8aO„+3H3CuO,=Ar8enio  pentoxide  30*2,  conper 
oxide  62  *7,  water  7  1  =1 00. 
Pyr.,  etc. — Same  as  for  olivenite. 

Obs. — Occurs  in  Cornwall,  with  other  ores  of  copper,  at  several 
mines.    Also  found  in  the  Erzgebirge 
N/  V^  Tyrolite  (Kupferschaum). — A  hydrous  arsenate  of  copper  (Cu, 

ASiOio+naq),  containing  also  calcium  carbonate  (as  an  impurity  ?  i. 
Color  pale  apple-green.    Libethen,  Hungary ;  Schneeberg,  etc. 
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Chaloophyllite  (Copper  mica ;  Kupferglimraer,  Qerm.).— CuiAs,08+5HaCuOa  +  7H*0= 
Arsenic  pentoxide  21*3,  copper  oxide  58*7,  water  30*0=100.  Copper  mines  of  Cornwall- 
Hungary;  Moldawa.  ' 


IiAZUUTE.    Blanspath,  Germ* 

Monoclinic.     C  =  88°  15',  1 A 1  =  91°  30',  O  A 14  =  139°  45',  Piiif er ; 
c :  b  :  d  =  0-86904  :  1*0260  :  1.    Twins :  twinning-plane  i-i ;  also  O.    Cleav- 
lateral,  indistinct.    Also  massive. 

684 


H.=5-6.  6. =3*057,  Fnchs.  Lustre  vitreous.  Color  azure-blue ;  com- 
monly a  fine  deep  blue  viewed  along  one  axis,  and  a  pale  greenish-blue 
along  another.    Streak  white.     Subtranslucent — opaque.    Fracture  uneven. 

Brittle. 

Oomp.— RAlP2Oi»+aq=AlPa08+H9(Mg,Fe)Oa  (Dana) = Phosphorus  pentoxide  46*8,  alu- 
mina 84*0,  magnesia  13*2,  water  6  0=100. 

Pyr.,  etc.— In  the  closed  tube  whitens  and  yields  water.  B.B.  with  cobalt  solution  the 
bine  color  of  the  mineral  is  restored.  In  the  forceps  whitens,  cracks  open,  swells  up,  and 
without  fusion  falls  to  pieces,  coloring  the  flame  bluish-green.  The  green  color  is  made  more 
intense  by  moistening  the  assay  with  sulphuric  acid.  With  the  fluxes  gives  an  iron  glass ; 
with  soda  on  charcoal  an  infusible  mass.  Unacted  upon  by  acids,  retaining  perfectly  its  blue 
color. 

Diff.— Characterized  by  its  fine  blue  color;  blue  flame  B.B. 

Ob*. — Occurs  near  Werf en  in  Salzburg ;  in  Gratz,  near  Yorau ;  in  Krieglach,  in  Styria ;  at 
Hochthaligrat,  at  the  Gorner  glacier,  in  Switzerland  ;  in  Horrsjoberg,  Wermland ;  Westana, 
Sweden;  also  at  Tijuco  in  Minas  Geraes,  Brazil.  Abundant  at  Crowder's  Mt.,  Lincoln  Co., 
N.  C;  and  on  Graves  Mt.,  Lincoln  Co.,  Ga.,  50  m.  above  Augusta. 

SOORODITE. 

Orthorhombic.     1 A 1  =  98°  2',  Oa  1-i  =  132°.  20' ;  c  :  l :  &  =  1-0977  : 
11511  :  1,  Miller.    Cleavage :  i-i  imperfect,  i-%  and  i-i  in 
traces. 

II. =3*5-4.  G.=3'l-3"3.  Lustre  vitreous — subadaman- 
tine  and  subresinous.  Color  pale  leek-green  or  liver-brown. 
Streak  white.  Sub  transparent — translucent.  Fracture 
uneven. 

Oomp. — FeAssOs+4aq=Arsenic  pentoxide  49*8,  iron  sesquioxide 
346,  water  156=100. 

Pyr.,  etc. — In  the  closed  tube  yields  neutral  water  and  turns  yellow. 
B.B.  fuses  easily,  coloring  the  flame  blue.     B.B.  on  charcoal  gives 
arsenical  fumes,  and  with  soda  a  black  magnetic  scoria.    With  the  fluxes 
reacts  for  iron.     Soluble  in  hydrochloric  acid. 
23 
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Obs  —  Found  at  Schwarzenberg  in  Saxony ;  at  Nertschinsk,  Siberia ;  Dembach  in  Nassau ; 
in  the  Cornish  mines  ;  at  the  Minas  Geraes,  in  Brazil ;  in  Popayan;  at  the  gold  mines  of  Vic- 
toria in  Australia.  Occurs  in  minute  crystals  and  druses,  near  Edenville,  N.  Y.;  in  Cabarrai 
Co.,  N.  C. 

WAVELIJTE. 

Orthorhombic.     I A  T=  126°  25',  OM-i=  143°  23' ;  c  :  b  :  &  =  0-7431 
:  14943  :  1.     Cleavage :  /  rather  perfect ;  also  brachydia- 
686  gonal.     Usual ly  in  hemispherical  or  globular  concretions, 

naving  a  radiated  structure. 

H.= 3-25-4.  G.= 2-316-2-337.  Lustre  vitreous,  inclin- 
ing to  pearly  and  resinous.  Color  white,  passing  into  yel- 
low, green,  gray,  brown,  and  black.  Streak  white.  Trans- 
lucent. 

Oomp — Al,P4O,0,12aq=2AlP,O8  +  HaA10e+9ftq= Phosphorus  pentox- 
ide3516,  alumina  38  10,  water  26  74=100 ;  1  to  2  p.  a  fluorine  are  often 
present,  replacing  the  oxygen. 

Pyr.,  etc. — In  the  closed  tube  gives  off  much  water,  the  last  portions 
of  which  react  acid  and  color  Brazil -wood  paper  yellow  (fluorine),  and 
also  etch  the  tube.  B  B.  in  the  forceps  swells  up  and  splits  frequently  into  fine  acicular 
particles,  which  are  infusible,  but  color  the  flame  pale  green ;  moistened  with  sulphuric  acid 
the  green  becomes  more  intense.  Gives  a  blue  with  cobalt  solution.  Some  varieties  react 
for  iron  and  manganese  with  the  fluxes.  Heated  with  sulphuric  acid  gives  off  fumes  of  tiuo- 
hydric  acid,  which  etch  glass.     Soluble  in  hydrochloric  acid,  and  also  in  caustic  potash. 

Diff. — Distinguished  from  the  zeolites  and  from  gibbsite  by  its  giving  a  phosphorus  reac- 
tion ;  it  dissolves  in  acid  without  gelatinization. 

Obs. — Found  near  Barnstable,  Devonshire ;  at  Clonmel  and  Cork,  Ireland ;  in  the  Shaint 
Isles  of  Scotland ;  at  Zbirow  in  Bohemia ;  Zajecov  in  Bohemia ;  at  Frankenberg  and  Lanpen- 
striegis,  Saxony ;  Diensberg,  near  Giessen,  Hesse  Darmstadt ;  in  a  manganese  mine  in  Wein- 
bach,  near  Weilburg,  in  Nassau  ;  at  Villa  Rica,  Minas  Geraes,  Brazil.  In  the  United  State*, 
at  the  slate  quarries  of  York  Co.,  Pa,;  at  Washington  mine,  Davidson  Co.,  N.  C;  at  White 
Horse  Station,  Chester  Co.,  Pa.;  Magnet  Cove,  Ark. 

Zepiiarovichitk.— Near  wavellite.  Composition  AlP,Oe  +  6aq  (or  5aq,  Ramm.).  Compact. 
Color  greenish  to  grayish.     Occurs  in  sandstone  at  Trenio,  Bohemia. 

Cceruleolactite. — Crypto-crystalline.  Color  milk-white  to  light  blue.  Composition 
{Petersen)  AlaP<O)9  +  10aq.  Katzenellnbogen.  Nassau,  Also  Chester  Co.,  Penn.  (Genth, 
who  regards  the  copper,  4  p.  o.,  as  belonging  to  the  mineral.) 

PHARMAOOSIDERITE.    Wurfelerx,  Germ. 

Isometric ;  tetrahedral.  Crystals  modified  cubes  and  tetrahedron?. 
Cleavage:  cubic,  imperfect.  O  sometimes  striated  parallel  to  its  edge  of 
intersection  with  plane  1 ;  planes  often  curved.     Rarely  granular. 

H.=2*5.  G.= 2*9-3.  Lustre  adamantine  to  greasy,  not  very  distinct. 
Color  olive-green,  passing  into  yellowish-brown,  bordering  sometimes  upon 
hyacinth-red  and  blackish-brown  ;  aho  passing  into  grass-green,  emerald- 
green,  and  honey-yellow.  Streak  green — brown,  yellow,  pale.  Snbtrans- 
parent — subtranslncent.     Rather  sectile.     Pyroelectric. 

Oomp. — Fe4As802T,15aq=3FeA8a08-fHeFeO<j  (Ramm.  )= Arsenic  pentoxide  4313,  iron 
eesquioxide  4000,  water  1687=100. 

Pyr.,  etc. — Same  as  for  scorodite. 

Obs.-  -Formerly  obtained  at  the  mines  of  Wheal  Gorland,  Wheal  Unity,  and  Carharrack, 
in  Cornwall ;  now  found  at  Burdle  Gill  in  Cumberland ;  in  minute  tetrahedral  crystals  at 
Wheal  Jane  ;  also  in  Australia ;  at  St.  Leonard  in  France  ;  and  at  Schneeberg  and  Schwar- 
zenberg in  Saxony. 
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Named  from  f&pfuucw,  poison  (in  allusion  to  the  arsenic  present),  andrffcty**,  iron.  Wurfel- 
erz%  of  the  Germans,  means  oube-ore. 

Rhagite  {Weubach).— Compoeftion  BiiaAH403A+9aq=2BiAs04+3HaBiOs=Ar8enio  pent- 
oxide  15*6,  bismuth  oxide  78*9,  water  5*5=100.  Spherical  crystalline  aggregates.  Color 
bright  green.     Schneeberg,  Saxony. 

Plumbogummitb.— Composition  uncertain.  Contains  essentially  alumina,  lead,  water, 
and  phosphorus  pentoxide.    Hnelgoet ;  Cumberland ;  Mine  la  Motte,  Mo. 


OHIIiDRFNITE. 

Orthorhorabic.    1 A  /=  111°  54',  O  A 1-i,  =  136°  26' ;  c  :  I :  &  =  0-9512 
:  1*4798  :  1.     Plane  O  sometimes  wanting,  and  the  form  a  double  six- 
-sided pyramid,  made  up  of  the  planes  1,  24,  with  i-i  small.     Cleavage :  i-l> 
imperfect. 

687 


H.= 4*5-5.  G.^3-18-3'24.  Lustre  vitreous,  inclining  to  resinous. 
Color  yellowish-white  and  pale  yellowish-brown,  also  brownish-black. 
Streak  white,  yellowish.     Translucent.     Fracture  uneven. 

Comp. — Formula  somewhat  uncertain.  Analysis :  Rammelsberg,  P«06  28*92,  AJO»  14*44, 
FeO  30-68,  MnO  9*07,  MgO  014,  H,0  16'98=100'23. 

Pyr.,  etc. — In  the  dosed  tube  gives  off  neutral  water.  B.B.  swells  up  into  ramifications, 
and  fuses  on  the  edges  to  a  black  mass,  coloring  the  flame  pale  green.  Heated  on  charcoal 
turns  black  and  becomes  magnetic.  With  soda  gives  a  reaction  for  manganese.  With  borax 
and  salt  of  phosphorus  reacts  for  iron  and  manganese.    Soluble  in  hydrochloric  acid. 

Obs. — Occurs  near  Tavistock ;  also  at  Wheal  Crebor,  in  Devonshire ;  on  slate  at  Crinnis 
mine  in  Cornwall. 


TURQUOIS.    Gallaite.    Kallait,  Kalait,  Germ. 

Reniform,  stalactitic  or  incrneting.     Cleavage  none. 

II. =6.  Or. =2*6-2*83.  Lustre  somewhat  waxy,  feeble.  Color  sky-blue, 
bluish-green  to  apple-green.  Streak  white  or  greenish.  Feebly  subtrans- 
lucent — opaque.     Fracture  small  conchoidal. 

Oomp.— Hydrous  aluminum  phosphate,  perhaps  Al3P20,i+5aq=Phosphorus  pentoxide 
32*6,  alumina  469,  water  20-5=100 

Pyr.,  etc. — In  the  closed  tube  decrepitates,  yields  water,  and  turns  brown  or  black.  B.B. 
in  the  forceps  becomes  brown  and  assumes  a  glassy  appearance,  but  does  not  fuse ;  colors 
the  flame  green ;  moistened  with  hydrochloric  acid  the  color  is  at  first  blue  (copper  chloride). 
With  the  sodium  test  gives  phosphuretted  hydrogen.  With  borax  and  salt  of  phosphorus  gives 
beads  in  O.F.  which  are  yellowish  green  while  hot,  and  pure  green  on  cooling.  With  salt  of 
phosphorus  and  tin  on  charcoal  gives  an  opaque  red  bead  (copper).  Soluble  in  hydrochloric 
acid. 

Obs. — Occurs  in  clay  slate  in  a  mountainous  district  in  Persia,  not  far  from  Nichabour. 
According  to  Agaphi,  the  only  naturalist  who  has  visited  the  locality,  turquois  occurs  only  in 
veins,  which  traverse  the  mountain  in  all  directions.     An  impure  variety  is  found  in  Silesia, 
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and  at  Oelsnitz  in  Saxony.  W.  P.  Blake  refers  here  a  hard  yellowish-  to  bluish-green  atone 
(which  he  identifies  with  the  chakhUiuiU  of  the  Mexicans)  from  the  mountains  Los  Cerillas. 
20  m.  S.  E.  of  Santa  F6.     A  pale  green  turquois  occurs  in  the  Columbus  district,  Nevada. 

Turquois  receives  a  good  polish,  and  is  highly  esteemed  as  a  gem.  The  Persian  king  is 
said  to  retain  for  his  own  use  all  the  larger  and  finely  tinted  specimens. 

Pkganite. — Composition  Al8P2Oe-l-6aq= Phosphorus  pentoxide  81*1,  alumina  31*1,  water 
23*7=100.     Striegis,  Saxony ;  Arkansas. 

Duprekite. — Composition  Fe«PaO» +8aq  (FeP,0* +H«Fe08) = Phosphorus  pentoxide  27*5, 
iron  sesquioxide  62*0,  water  10*5=100.  Anglar,  Dept  of  Haute  Vienne  ;  Hirschberg,  West- 
phalia ;  Allen  town,  N.  J.     In  deposits  of  nodules  1  to  6  in.  thick,  in  Rockbridge  Co.,  Va. 

Andrewsite. — In  globular  forms,  having  a  radiated  structure.  H.=4.  G.  =3*475. 
Color  dark  green.  Analysis,  Flight,  P,0.  26*09,  FeO,  44*64,  AlO,  0*92,  CuO  10*86,  FeO  711, 
MnO  0*60,  CaO  0*09,  SiO«  0*49,  HaO  8-79=99*59.  In  a  tin  lode,  West  Phenix  mine,  near 
Liskeard,  Cornwall. 

Chalcosidertte. — In  bright  green  crystals  (triclinic)  on  Andrewsite  (see  above).     H.= 
4*5.     G.=3108.     Analysis,  Flight,  P,0.  29  93,  As,0.  0  61,  FeO,  42*81,  AlO,  4*45,  CuO  814,, 
HaO  15  00,  UO  tr. =100*94.    Also  as  a  coating  on  dufrenite.     Cornwall.     Sayn,  Westphalia. 

Henwoodite. — In  globular  forms,  with  a  radiated^  structure.  H. =4-4*5.  G.=2*67. 
Color  turquois-blue  to  bluish -green.  B.B.  infusible.  Analysis,  PaO§  48*94,  AlO,  18*24, 
FeO,'2*74,  CuO  710,  CaO  0  54,  HaO  1710,  SiO,  1  *37,  loss  8*97=100.  Occurs  on  limonite  at 
the  West  Phenix  mine,  Cornwall  (CWfc'/w,  Min.  Mag.,  1,  p.  11). 

Cacoxenite. — Supposed  to  be  an  iron  wavellite.  Composition  Fe3PaOe+ 12aq.  In  radiated 
tufts.     Color  yellow.     Hrbeck  mine,  Bohemia. 

Arseniosidebite.—  Analysis  by  Church,  AssO»  89*86,  FeO,  35-75,  CaO  15*53,  MgO  0*18, 
K,0  0*47,  H,0  7*87=9966.  Formula  (Rama)  2Ca,As*0»+FeAs,Oft+3HeFeO,.  Ro- 
maneche. 

Atelestite. — Essentially  a  bismuth  arsenate.     In  minute  yellow  crystals  at  Schneeberg. 


TORBERNTTB.    Chalcolite.    Kupfer-Uranit,  Germ. 

Tetragonal.  O  A  1-i  =  134°  8' ;  c  =  103069.  Forms  square  tables,  with 
often  replaced  edges ;  rarely  snboctahedral.  Cleav- 
age: basal  highly  perfect,  micaceous.  Unknown 
massive  or  earthy. 

H.=2-2-5.     G.=3*4-3*6.     Lustre  of  O  pearly,  «  »f 
other  faces  subadamantine.      Color  emerald-   and 
grass-green,  and  sometimes  leek-,  apple-,  and  sis- 
CornwaU.  kin-green.     Streak  somewhat  paler  than  the  color. 

Transparent — subtranslucent.  Fracture  not  ob- 
servable. Sectile.  Lamina)  brittle  and  not  flexible.  Optically  uniaxial ; 
double  refraction  negative. 

Oomp. — Q.  ratio  f or  R  :  U  :  P  :  0=1  :  6  :  5  :  8;  formula  CuU,P,0„  +  8aq=2(UO,' »P50. 
+Cu,PaOa+24aq.  The  formula  requires:  Phosphorus  pentoxide  15*1,  uranium  truxMe 
61*2,  copper  oxide  8*4,  water  15*3=100. 

Pyr.,  etc.— In  the  closed  tube  yields  water.  In  the  forceps  fuses  at  2*5  to  a  blackish  ma**, 
and  colors  the  flame  green.  With  salt  of  phosphorus  gives  a  green  bead,  which  with  tin  on 
charcoal  becomes  on  cooling  opaque  red  (copper).  With  soda  on  charcoal  gives  a  globule  of 
copper.     Affords  a  phosphide  with  the  sodium  test     Soluble  in  nitric  acid. 

Obs. — Gunnis  Lake,  Tincroft  and  Wheal  Buller,  near  Redrutb,  and  elsewhere  in  Cornwall. 
Found  also  at  Johanngeorgenstadt,  Eibenstock,  and  Schneeberg,  in  Saxony ;  in  Bohemia,  at 
Joachimsthal  and  Zinnwald ;  in  Belgium,  at  Vielsalm. 

Both  this  species  and  the  autunite  have  gone  under  the  common  name  of  uranUe  ;  the 
former  also  as  Copper-uranite,  the  latter  Lime-uramte. 
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AUTUNTTE    Uranit;  Kalk-UrangUmmer,  Kalk-Uranit,  Germ, 

Orthorhombic ;  but  form  very  nearly  square,  and  crystals  resembling 
closely  those  of  torbernite.     Cleavage :  basal  eminent,  as  in  torbernite. 

H. =2-2*5.  Gr. =3-05-3-19.  Lustre  of  O  pearly;  elsewhere  subadaman- 
tine.  Color  citron-  to  sulphur-yellow.  Streak  yellowish.  Translucent 
Optically  biaxial,  DesCl. 

Comp Q.  ratio  for  R  :  U  :  P  :  H=l :  6  :  5  :  10.     Formula  CaTJaPaOia  +  lOaq,  which  may 

be  written  2(UO»)»P9Oa-hCaiPaO8+30aq.  The  formula  requires :  Phosphorus  pentozide  14*9, 
uranium  trioxide  (UO.)  60*4,  lime  5*9,  water  18*8=100. 

PyrM  etc. — Same  as  for  torbernite,  but  no  reaction  for  copper. 

Obs.— Occurs  at  Johanngeorgenstadt ;  at  Lake  Onega,  Wolf  Island,  Russia;  near  Limoges; 
near  Autun ;  formerly  at  South  Basset,  Wheal  Edwards,  and  near  St.  Day,  England.  Occurs 
Hparingly  at  Middletown,  Gt. ;  also  in  minute  crystals  at  Chesterfield,  Mass. ;  at  Aoworth, 
X.  H. 

TrDgerite.— Composition  U8A830n  +  12aq=(U09)sA8«08  +  12aq.  This  requires :  Arsenic 
pentoxide  17*6,  uranium  trioxide  65  9,  water  16*5=100.  Monoclinic.  In  thin  tabular  crys- 
tals of  a  lemon-yellow  color.     Schneeberg,  Saxony. 

WAiiPUKOiTK.— Composition  Bi1QU,As40,«-hl2aq=(UOa),As408+2BiAs04+8H,BiO,.  This 
requires :  Arsenic  pentoxide  11  '9,  bismuth  oxide  00*0,  uranium  trioxide  22*4,  water5*7=100. 
Monoclinic.    In  thin  scaly  crystals.     Color  wax -yellow.     Schneeberg,  Saxony. 

Uranospinite. — An  arsenic  autunite.  Composition  CaU3AsjOt9  +  8aq=2(UOd)iA8aOt>  + 
CasAsJ0M+24aq=Ar8enic  pentoxide  229,  uranium  trioxide  57 '2,  lime  5*6,  water  14  '3= 100. 
Color  green.  Schneeberg,  Saxony.  Uranosph/ERITB.  Color  yellow.  Analysis,  WinkleT : 
U,Oa  50-88,  Bi,0,  44*34,  HaO  4*75.     Schneeberg. 

Zeukeritb. — According  to  Winkler,  an  arsenic  chalcolite,  with  which  it  is  isomorphous. 
Composition  CuUaAsaOnH-8aq=2(UOa)iAsa08-|-Cu,As108-t-24aq=Ar8enic  pentoxide  22*3, 
uranium  trioxide  59  0,  copper  oxide  7*7,  water  14*0=100.  Color  bright  green.  Schneeberg, 
Zinnwald,  Saxony;  Cornwall. 

PrmciTE. — Iron-sinter.  Composition  uncertain,  contains  As,0»,  FeO»,  SO,,  H,0.  Dia- 
dochite  is  similar,  but  contains  PaO§  instead  of  As,0». 


Hydrous    Antimonates. 


Bindheimite  (Bleiniere). — Amorphous,  reniform,  or  spheroidal ;  also  earthy  or  inorusting. 
H.=4.  G.  =4*60-4*76.  Color  white,  gray,  brownish,  yellowish.  Composition  uncertain; 
analysis  by  Hermann  :  SbjOt  81-71,  PbO  61*83,  HaO  6  46=  100.  Results  from  the  decompo- 
sition of  other  antimonial  ores.  From  Nertschinsk  in  Siberia ;  Horhausen ;  near  Endellion 
in  Cornwall,  with  jamesonite,  from  which  it  is  derived. 


Nitrates. 

The  nitrates  are  all  soluble,  and  hence  are  rarely  met  with  in  nature.     They  include : 

Nitre,  potassium  nitrate  (KNOs).  Found  generally  in  crusts  on  the  surface  of  the  soil,  on 
walls,  rooks,  etc.     Also  found  in  numerous  caves  in  the  Mississippi  Valley. 

Soda  Nitre,  sodium  nitrate  (NaNOa).    Tarapaca,  Chili. 

Nitrocalcite.  calcium  nitrate  (CaNaO«).  Occurs  in  silky  efflorescences  in  limestone 
caverns. 

NrrROKAGNEfliTE,  magnesium  nitrate  (MgNsO«).  From  limestone  caves.  Nitro- 
olauberite,  nitro -sulphate  of  sodium.    Desert  of  Atacama,  Chili 
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4.  BORATES. 


SASSOLITB. 


Triclinic.  lA  1'  =  118°  30',  O  a  /=  95°  3',  Oa/'  =  80°  33',  B.  &  M. 
Twins:  composition-face  O.  Cleavage:  basal  very  perfect.  Usually  in 
small  scales,  apparently  six-sided  tables,  and  also  in  stalactitic  forms,  com- 
posed of  small  scales. 

H.=l.  G.=l#48.  Lustre  pearly.  Color  white,  except  when  tinged 
yellow  by  sulphur;  sometimes  gray.  Feel  smooth  and  unctuous.  Taste 
acidulous,  and  slightly  saline  and  bitter. 

Oomp — HaBsO«=Boron  trioxide  (B303)  56*46,  water  43*54=100.  The  native  stalactitic 
salt  contains,  mechanically  mixed,  various  imparities,  as  sulphate  of  magnesium  and  iron, 
sulphate  of  calcium,  silica,  etc 

Pyr.,  etc. — In  the  closed  tube  gives  water.  B.  B.  on  platinum  wire  fuses  to  a  clear  glass 
and  tinges  the  flame  yellowish -green.     Soluble  in  water  and  alcohol. 

Obs. — First  detected  in  nature  by  Hofer  in  the  waters  of  the  Tuscan  lagoons  of  Monte 
Botondo  and  Castelnuovo,  and  afterward  in  the  solid  state  at  Sasso  by  Mascagni  The  hot 
vapors  of  the  lagoons  consist  largely  of  it.  Exists  also  in  other  natural  waters,  as  at  Wies- 
baden; Aachen;  Erankenheil  near  Folz ;  Clear  Lake  in  Lake  Co.,  California;  and  it  has 
been  detected  in  the  waters  of  the  ocean.  Occurs  also  abundantly  in  the  crater  of  Volcano, 
one  of  the  Lipari  islands,  forming  a  layer  on  sulphur  and  about  the  fumaroles,  where  it  was 
discovered  by  Dr.  Holland  in  1813. 


8U88BZXTB  {Brush). 


In  fibrous  seams  or  veins. 

H.=3.  G.=3'42.  Lustre  silky  to  pearly.  Color  white,  with  a  tinge  of 
pink  or  yellow.     Translucent. 

Oomp. — R,B«Oft+aq,  with  R=Mn  :  Mg=4  :  8=Boron  trioxide  34*3,  manganese  protoxide 
89  *9,  magnesia  16  *9,  water  8  *9 = 100. 

Pyr.,  etc. — In  the  closed  tube  darkens  in  color  and  yields  neutral  water.  If  turmeric  paper 
is  moistened  with  this  water  and  then  with  dilute  hydrochloric  add  it  assumes  a  red  color 
(boron).  Fuses  in  the  flame  of  a  candle,  and  B.B.  in  O.F.  yields  a  black  crystalline  mass 
coloring  the  flame  intensely  yellowish-green.  Reacts  for  manganese  with  the  fluxes.  Soluble 
in  hydrochloric  acid. 

Obs. — Found  on  Mine  Hill,  Franklin  Furnace,  Sussex  Co.,  N.  J.;  associated  with  franklin- 
ite,  zincite,  willemite,  and  other  manganese  and  zinc  minerals. 

Szaibklyitk. — A  hydrous  magnesium  borate,  MgftBiOu+Saq  (or  faq).  Occurs  in  acicular 
crystals.     Color  white.     Hungary. 

Ludwigite  ( TuHiermak).  —Finely  fibrous  masses.  H.  =5.  G.  =3*907-4016.  Color  black  • 
ish-green  to  black.  Composition  R4FeB,O10,  with  R=Fe  :  Mg=l  :  5,  or  1  :  8.  For  the 
latter  the  formula  requires  :  Boron  trioxide  10  6,  iron  sesquioxide  37*9.  iron  protoxide  17*1, 
magnesia  28  '4.  Occurs  in  a  crystalline  limestone  with  magnetite  at  Morawitza  in  the  Bannat. 
Also  altered  to  limonito. 
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BOHACITB. 

Isometric;  tetrahedral.     Cleavage:  octahedral,  in  traces.    Cubic  faces 
sometimes  striated  parallel  to  alternate  pairs  of  edges,  as  in  pyrite. 

H.=7,  in  crystals;  4*5,  massive.  (t.=2'974,  Ilaidinger/*  Lustre  vitre- 
ous, inclining  to  adamantine.  Color  white,  inclining 
to  gray,  yellow,  and  green.  Streak  white.  Sub- 
transparent — translucent.  Fracture  conchoidal,  un- 
even. Pyroelectric,  and  polar  along  the  four  octa- 
hedral axes. 


Oomp Mg7B„Cl,Oso  =  2MffaB80u+MgCla  =  Boron   trioxide 

62  57,  magnesia  31*28,  chlorine  793=101 78. 

Pyx.,  etc. — The  massive  variety  gives  water  in  the  closed  tube. 
B.B.  both  varieties  fuse  at  2  with  in  tumescence  to  a  white  crys- 
talline pearl,' coloring  the  flame  green;  heated  after- moistening 
with  cobalt  soltftion  assumes  a  deep  pink  color.  Mixed  with  copper  oxide  and  heated  on  char- 
coal colors  the  flame  deep  azure-blue  (copper  chloride).  Soluble  in  hydrochloric  acid.  Alters 
very  slowly  on  exposure,  owing  to  the  magnesium  chloride  present,  which  takes  up  water. 

6bs. — Observed  in  beds  of  anhydrite,  gypsa m,  or  salt.  In  crystals  at  Kalkberg  and  Schild- 
stein  in  Lilneberg,  Hanover ;  at  Segeberg,  near  Kiel,  in  Holstein  ;  at  Luneville,  La  Meurthe, 
France ;  massive  and  crystallized  at  Stassfurt,  Prussia. 


BORAX.     Tinkal  of  India. 

Monoclinic.  C  =  73°  25',  /a  /=  87°,  0  A  24  =  132°  49' ;  c  :  b  :  d  = 
04906  :  09095  :  1.     Cleavage :  i-i  perfect ;  I less  so ;  i-\  in  traces. 

II.=2-2*5.  G.=l#716.  Lustre  vitreous — resinous;  sometimes  earthy. 
Color  white;  sometimes  grayish,  bluish,  or  greenish.  Streak  white. 
Translucent — opaque.  Fracture  conchoidal.  Rather  brittle.  Taste  sweet- 
ish-alkaline, feeble. 

Oomp.— NaaB4O,H-10aq=2(NaBO,+ HBO,) -h9aq=Boron  trioxide  866,  soda  162,  water 
47*2 

Pyr.,  etc. — B.B.  puffs  up,  and  afterwards  fuses  to  a  transparent  globule,  called  the  glass  of 
borax.  Soluble  in  water,  yielding  a  faintly  alkaline  solution.  Boiling  water  dissolves  double 
its  weight  of  this  salt. 

Ob*. — Borax  was  originally  brought  from  a  salt  lake  in  Thibet.  It  is  announced  by  Dr.  J. 
A.  Veatch  as  existing  in  the  waters  of  the  sea  along  the  California  coast,  and  in  those  of 
many  of  the  mineral  springs  of  California.  Occurs  in  the  mud  of  Borax  Lake,  near  Clear 
Lake,  Cal.  Also  found  in  Peru;  at  Halberstadt  in  Transylvania;  in  Ceylon.  It  occurs  in 
solution  in  the  mineral  springs  of  Chambly,  St.  Ours,  etc.  .Canada  East.  The  waters  of  Borax 
Lake,  California,  contain,  according  to  G.  E.  Moore,  535*08  grains  of  crystallized  borax  to  the 
gallon. 

UliBZZTS.    Boronatrocaloite.    Natronborocalcite. 

In  rounded  masses,  loose  in  texture,  consisting  of  fine  fibres,  which  are 
acicular  or  capillary  crystals. 

H.=l.  G.=r65,  N.  Scotia,  How.  Lustre  silky  within.  Color  white. 
Tasteless. 


Oompr— NaCaB3O0+5aq=Boron  trioxide  49*7,  lime  150,  soda  88,  water  25*6=100. 
Pyr.,  etc — Yields  water.    B.B.  fuses  at  1  with  intumescence  to  a  clear  blebby  glass,  color 
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ing  the  flame  deep  yellow.  Moistened  with  sulphuric  acid  the  color  of  the  flame  is  moment- 
arily changed  to  deep  green.  Not  soluble  in  cold  water,  and  but  little  so  in  hot ;  the  solution 
alkaline  in  its  reactions. 

Obs.— Occurs  in  the  dry  plains  of  Iquique,  Southern  Peru :  in  the  province  of  Tarapaca 
(where  it  is  called  Uea)%  in  whitish  rounded  masses,  from  a  hazelnut  to  a  potato  in  size,  which 
consist  of  interwoven  fibres  of  the  ulexite,  with  pickeringite,  glauberite,  halite,  gypsum,  and 
other  imparities ;  on  the  West  Africa  coast ;  in  Nova  Scotia,  at  Windsor,  Brookville,  and 
Newport  (H.  How),  filling  narrow  cavities,  or  constituting  distinct  nodules  or  mammillated 
masses  imbedded  in  white  gypsum,  and  associated  at  Windsor  with  glauber  salt,  the  lustre 
internally  silky  and  the  color  very  white  ;  in  Nevada,  in  the  salt  marsh  of  the  Columbus 
Mining  District,  forming  layers  2-3  in.  thick  alternating  with  layers  of  salt,  and  in  balls  3-4 
in.  through  in  the  salt. 

Bechilite.  (Borooalcite). — An  incrustation  at  the  Tuscany  lagoons.  Composition  CaB«0? 
+  4aq.  Also  similar  from  South  America.  Larderkllite,  Lagonite,  rare  borates  from  the 
Tuscan  lagoons. 

Priceite  [StBiman).  —Compact,  chalky.  Color  milk-white.  Composition  Ca»B *Olh+ 6aq. 
This  requires :  Boron  trioxide  49  '8,  lime  29  '9,  water  20  '3 = 100.  Occurs  in  layers  between  a  bed 
of  slate  above  and  one  of  steatite  below.     Near  Chetko,  Curry  Co. ,  Oregon. 

Howlite,  SUicoborocalciU. — A  hydrous  calcium  borate  (like  bechilite),  with  one-sixth  of 
a  Bilicate  analogous  to  danburite.  Near  Brookville,  and  elsewhere  in  Hants  Co.,  Nova  Scotia, 
in  nodules  imbedded  in  anhydrite  or  gypsum  ;  these  nodules  sometimes  made  up  of  pearly 
crystalline  scales.  Wixkworthite.  In  imbedded  crystalline  nodules  from  Winkworth,  N.S. 
In  composition  between  selenite  and  howlite ;  a  mixture  (?). 

Cryptomorphite. — Near  ulexite  in  composition.  In  microscopic  rhombic  tables.  Nova 
Scotia. 

LGneburgixe. — A  phospho-borate  of  magnesium.  Flattened  masses  in  gypsiferoua  mad 
at  Luneburg. 


WARWIOKTTB. 

Monoclinic.  Za/=91°  20',  DesCl.  Usual  in  rhombic  prisms  with 
obtuse  edges  truncated,  and  the  acute  bevelled,  summits  generally  rounded ; 
surfaces  of  larger  crystals  not  polished.  Cleavage:  macrodiagonal  per- 
fect, affording  a  surface  with  vertical   striae  and  traces  of  oblique  cross 


H.=3-4.  G.=3#19-3'43.  Lustre  of  cleavage  surface  submetallic-pearly 
to  subvitreous ;  often  nearly  dull.  Color  dark  hair-brown  to  dull  t>lack, 
sometimes  a  copper-red  tinge  on  cleavage  surface.  Streak  bluish-black. 
Fracture  uneven.     Brittle. 

Oomp. — Essentially  a  borotitanate  of  magnesium  and  iron.  Analysis,  Smith,  B,0>  27*80, 
TiO,  23  82,  FeOa  7  "02,  MgO  36  80,  SiO,  100,  AlO,  2  21  =98  65. 

Pyr.,  etc. — Yields  water.  B.B.  infusible,  but  becomes  lighter  in  water ;  moistened  with 
sulphuric  acid  gives  a  pale  green  color  to  the  flame.  With  salt  of  phosphorus  in  O.F.  a  clear 
bead,  yellow  while  hot  and  colorless  on  cooling;  in  R.F.  on  charcoal  with  tin  a  violet  color 
(titanium).  With  eoda  a  slight  manganese  reaction.  Decomposed  by  sulphuric  acid  ;  the 
product,  treated  with  alcohol  and  ignited,  gives  a  green  flame,  and  boiled  with  hydrochloric 
acid  and  metallic  tin  gives  on  evaporation  a  violet-colored  solution. 

Obi.— Occurs  in  granular  limestone  2J  m.  8.  W.  of  EdenviUe,  N.  T.,  with  spinel,  ohondro- 
dite,  serpentine,  etc.  Crystals  usually  small  and  slender ;  sometimes  over  2  in.  long  and  |  in. 
broad. 
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5.  TUNGSTATES,  MOLTBDATES,  CHEOMATES. 


WOLFRAMITE. 


Monoclinic.  C  =  89°  22',  I A  1=  100°  37',  U  A-i-i  =  118°  6',  U  A  +$-i 
=  117°  6',  l-tAl4  =  98°  6',  DesUloizeaux.  Cleavage:  i-i  perfect,  i-i 
imperfect.  Twins:  planes  of  twinning  i-i  (f.  692),  $-i,  and  rarely  -J-i. 
Also  irregular  lamellar;  coarse  divergent  columnar;  massive  granular,  the 
particles  strongly  coherent. 


691 


<tx 


/ 

1 

ft 

\ 

i 

a\ 

i 

\* 

^7 

-_ 

\S 

H.=5-5*5.  G.=7"l-7'55.  Lustre  submetallic.  Color  dark  grayish  or 
brownish-black.  Streak  dark  reddish-brown  to  black.  Opaque.  Sometimes 
weak  magnetic. 

Var. — The  most  important  varieties  depend  on  the  proportions  of  the  iron  and  manganese. 
Those  rich  in  manganese  have  G.  =7*19-7*54,  but  generally  below  7*25,  and  the  streak  is 
mostly  black.  Those  rich  in  iron  have  G.  =7*2-7*54,  and  a  dark  reddish-brown  streak,  and 
they  are  sometimes  feebly  attractable  by  the  magnet. 

Oomp.— (Fe,Mn)WO„  Fe  :  Mn=2  :  3,  mostly;  also  4  :  1  and  2  :  1,  3  :  1,  5  :  1,  etc.  The 
ratio  2  :  3  corresponds  to  :  Tungsten  trioxide  76*47,  iron  protoxide  9*49,  manganese  protoxide 
14  04 =100. 

Pyr.,  etc. — B.B.  fuses  easily  (F.= 2*5-3)  to  a  globule,  which  has  a  crystalline  surface  and 
is  magnetic.  With  salt  of  phosphorus  gives  a  clear  reddish-yellow  glass  while  hot,  which  is 
paler  on  cooling;  in  R.F.  becomes  dark  red ;  on  charcoal  with  tin,  if  not  too  saturated,  the 
bead  assumes  on  cooling  a  green  color,  which  continued  treatment  in  R.  F.  changes  to  reddish 
yellow.  With  soda  and  nitre  on  platinum  foil  fuses  to  a  bluish-green  manganate.  Decom- 
posed by  aqua  regia  with  separation  of  tungsten  trioxide  as  a  yellow  powder,  which  when 
treated  B.  B.  reacts  as  under  tungstlte  (p.  262).  Wolfram  is  sufficiently  decomposed  by  con- 
centrated sulphuric  acid,  or  even  hydrochloric  acid,  to  give  a  colorless  solution,  which,  treated 
with  metallic  zinc,  becomes  intensely  blue,  but  soon  bleaches  on  dilution. 

Diff. — Characterized  by  its  high  specific  gravity  and  pyrognostics. 

Obs. — Wolfram  is  often  associated  with  tin  ores ;  also  in  quartz,  with  native  bismuth,  scheel- 
ite,  pyrite,  galenite,  blende,  etc. ;  and  in  trachyte,  as  at  Felso  Banya,  in  Transylvania.  It 
occurs  at  Schlackenwald  ;  Sohneeberg ;  Freiberg ;  Ehrenfriedersdorf ;  Zinnwald,  and  Nert- 
schinsk ;  at  Chanteloup,  near  Limoges,  and  at  Meymao,  Correze,  in  France ;  near  Redruth 
and  elsewhere  in  Cornwall ;  in  Cumberland.     Also  in  S.  America,  at  Oruro  in  Bolivia. 

In  the  U.  States,  occurs  at  Lane's  mine,  Monroe,  Conn. ;  at  Trumbull,  Conn. ;  on  Camdage 
farm,  near  Blue  Hill  Bay,  Me. j  at  the  Flowe  mine,  Mecklenburg  Co..  N.  C.  ;  in  Missouri, 
near  Mine  la  Motte,  and  in  St.  Francis  Co. ;  at  Mammoth  mining  district,  Nevada. 

HCbnbrite. — A  manganese  wolframite,  MnWO 4= Tungsten  trioxide  76  9,  manganese  prot- 
oxide 23  1=100.     Mammoth  dist ,  Nevada, 

Mbgabastte. — A  manganese  tungstate,  with  a  little  iron.     Schlackenwald. 
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SOHEBLITE. 

Tetragonal ;  hemihedral.     O  A  \-i  =  123°  3' ;  c  =  1-5369.    Cleavage :  1 
most  distinct,  1-i  interrupted,    #  traces.      Twins: 
<W*  twinning-plane  /;  also  i-i*    Crystals  usually  octahe- 

dral in  form.     Also  reniform  with  columnar  struc- 
ture ;  and  massive  granular. 

H.=4-5-5.  G.= 5  -9-6-076.  Lustre  vitreous,  in- 
clining to  adamantine.  Color  white,  yellowish-white, 
pale  yellow,  brownish,  greenish,  reddish;  sometimes 
almost  orange-yellow.  Streak  white.  Transparent 
— translucent.     Fracture  uneven.     Brittle. 


Oomp — CaW04= Tungsten  trioxide  80*6,  lime  19*4=100.  A 
variety  from  Coquimbo,  Chili,  contained  6*2  p.  c.  vanadium  pent- 
oxide  ;  another  from  Traversella  contained  didymium. 

Pyr.,  etc. — B.  B.  in  the  forceps  fuses  at  o  to  a  semi-transparent 
glass.     Soluble  with  borax  to  a  transparent  glass,  which  after- 
ward becomes  opaque  and  crystalline.     With  salt  of  phosphorus 
Schlackenwald.  forms  a  glass,  colorless  in  outer  flame,  in  inner  green  when  hot 

and  fine  blue  cold ;  varieties  containing  iron  require  to  be  treated 
on  charcoal  with  tin  before  the  blue  color  appears.     In  hydro 
chloric  or  nitric  acid  decomposed,  leaving  a  yellow  powder  soluble  in  ammonia. 
Difif. — Remarkable  among  non-metallic  minerals  for  its  high  specific  gravity. 
Obs. — Usually  associated  with  crystalline  rocks,  and  commonly  found  in  connection  with 
tin  ore,  topaz,  fluorite,  apatite,  molybdenite,  wolframite,  in  quartz.     Occurs  at  Schlacken- 
wald and  Zinnwald  in  Bohemia;  in  the  Riesengebirge ;  at  Caldbeck  FeU,  near  Keswick; 
Neudorf  in  the  Harz  ;  Ehrenf  riedersdorf ;  Posing  in  Hungary ;  Traversella  in  Piedmont,  etc. 
Llamuco,  near  Chuapa  in  Chili.     In  the  U.  S.,  at  Lane's  mine,  Monroe,  and  Huntington, 
Conn.;  at  Chesterfield,  Mass.;  in  the  Mammoth  mining  district,  Nevada;  at  Bangle  mine,  in 
Cabarras  Co.,  N.  C;  and  Flowe  mine,  Mecklenburg  Co. 

Cupuosche elite. — A  scheelito  containing  about  6  p.  c.  copper  oxide.    Color  bright  green. 
La  Paz,  Lower  California.     Llamuco,  near  Santiago,  Chili 

Cuprotungbtitk. — A  oopper  tungstate,  Cu«WO»+aq.      Amorphous.     -Color  yellowish- 
green.     With  cuproscheelite  at  the  copper  mines  of  Llamuco,  Chili 

Stolzitk.— PbW04  -  Tungsten  trioxide  51 ,  lead  oxide  49 = 100.     Tetragonal.     Zinnwald ; 
Bleiberg;  Coquimbo,  Chili 


WUIiFUNITE.    Gelbbleierz,  Germ. 
Tetragonal.    Sometimes  hemihedral.     0Al-i=122°   26';    c  =  1-574. 


mi 


Przibram.  Phenixville. 

In  modified  square  tables  and  sometimes  very  thia octahedrons.     Cleavage: 
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1  very  smooth;  O  and  \  much  less  distinct.  Also  granularly  massive, 
coarse  or  fine,  firmly  cohesive.  Often  hemihedral  in  the  octagonal  prisms, 
producing  thus  tables  like  f.  696,  and  octahedral  forms  having  the  prisma- 
tic planes  similarly  oblique. 

Ii.=2'75-3.  G.=6,03-7,01.  Lustre  resinous  or  adamantine.  Color 
wax-yellow,  passing  into  orange-yellow ;  also  siskin-  and  olive-green,  yel- 
lowish-gray, grayish-white,  brown;  also  orange  to  bright  red.  Streak 
white.    Subtransparent — subtranslucent.    Fracture  subcouchoidal.    Brittle. 


Var.— 1.  Ordinary.  Color  yellow.  2.  Vanadiferous.  Color  orange  to  bright  red,  a  variety 
occurring  at  Phenixville,  Pa. 

Oomp. — PbM04= Molybdenum  trioxide  385,  lead  oxide  61*5=100.  Some  varieties  con- 
tain chromium. 

Pyr.,  etc — B.B.  decrepitates  and  fuses  below  2 :  with  borax  in  O.F.  gives  a  colorless  glass, 
in  R.F.  it  becomes  opaque  black  or  dirty  green  with  black  flocks.  With  salt  of  phosphorus 
in  O.F.  gives  a  yellowish-green  glass,  which  in  R.F.  becomes  dark  green.  With  soda  on  char* 
coal  yields  metallic  lead.  Decomposed  on  evaporation  with  hydrochloric  acid,  with  the 
formation  of  lead  chloride  and  molybdic  oxide  ;  on  moistening  the  residue  with  water  and 
adding  metallic  zinc,  it  gives  an  intense  blue  color,  which  does  not  fade  on  dilution  of  the 
liquid. 

Obs. — This  species  occurs  in  veins  with  other  ores  of  lead.  Found  at  Bleiberg,  etc.,  in 
Carinthia  ;  at  Retzbanya ;  at  Przibram  ;  Schneeberg  and  Johanngeorgenstadt ;  at  Moldawa ; 
in  the  Kirghis  Steppes  in  Russia ;  at  Badenweiler  in  Baden  ;  in  the  gold  sands  of  Rio  Chico 
in  Antioquia,  Columbia,  S.  A. ;  Wheatley's  mine,  near  Phenixville,  Pa.;  at  the  Comstock lode 
in  Nevada.  In  fine  specimens  from  the  Empire  mine,  Lucin  District,  Box  Elder  County, 
Utah  ;  at  Empire  mine,  Inyo  Co.,  Cal.  ;  in  the  Weaver  dist..  Arizona. 

Eositb  (JScfirauf ).  —In  minute  tetragonal  octahedrons.  Color  deep- red.  Probably  a  vana- 
dio-molybdate  of  lead.     Leadhills,  Scotland. 

Achrematite. — An  arsenio-molybdate  of  lead.  Analysis,  As,0»  18*25,  MoO>  5*01,  CI 
215,  Pb  628,  PbO  tJ8-3i= 10000.  Compact;  structure  indistinctly  crystalline.  H.=3-4. 
G.  =5  '965,  6*178  (powder).  Color  liver-brown,  translucent ;  in  minute  grains  transparent  and 
color  yellow.  Brittle.  Guanacere,  State  of  Chihuahua,  Mexico.  (Mallet,  J.  Ch.  Soc,  II., 
iii.,  1141.) 


OROOOITB.    Crocoiaite.    Rothbleierz,  G&rm. 


Monoclinic.     C=  77°  27',  It\  1  =  93°  42',  O  A 14  =  138 
=  0-95507  :  1-0414  :  1,  Dauber.     Cleavage :  /toler- 
ably distinct;  O  and  i-i  less  so.     Surface  /streaked 
longitudinally ;  the  faces  mostly  smooth  and  shin- 
ing.    Also  imperfectly  columnar  and  granular. 

H.=2#5-3.  G.=5#9-6*l.  Lustre  adamantine — 
vitreous.  Color  various  shades  of  bright  hyacinth- 
red.     Streak  orange-yellow.     Translucent.     Sectile. 

Oomp. — PbCr04=Lead  oxide  68*9,  chromium  trioxide  31*1= 
100. 

Pyr.,  etc. — In  the  closed  tube  decrepitates,  blackens,  but  re- 
covers its  original  color  on  cooling.  B.B.  fuses  at  1*5,  and  on 
oharcoal  is  reduced  to  metallic  lead  with  deflagration,  leaving  a 
residue  of  chromic  oxide,  and  giving  a  lead  coating.  With  salt 
of  phosphorus  gives  an  emerald-green  bead  in  both  flames.    Fused 

with  potassium  bisulphate  in  the  platinum  spoon  forms  a  dark  Urals.  Brazil, 

violet  mass,  which  on  solidifying  becomes  reddish,  and  when 

cold  greenish-white,  thus  differing  from  vanadinite,  which  on  similar  treatment  gives  a 
yellow  mass  (Plafctner). 
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Obs. — First  found  at  Beresof  in  Siberia ;  at  Morsinsk  and  near  Nischne  Tagilak  in  the 
Ural ;  in  Brazil;  at  Retzbanya;  Moldawa ;  on  Luzon,  one  of  the  Philippines. 


PHCENICOCHROITE.    Melanochroite. 

Orthorhombic  (?).  Crystals  usually  tabular,  and  reticularly  interwoven. 
Cleavage  in  one  direction  perfect.     Also  massive. 

H.=3-3'5.  G.=5'75.  Lustre  resinous  or  adamantine,  glimmering. 
Color  between  cochineal-  and  hyacinth-red;  becomes  lemon-yellow  on 
exposure.     Streak  brick-red.     Subtransluceut — opaque. 

Oomp.— Pb,CrO9=2PbCr04+PbO=Chrommm  trioxide  230,  lead  oxide  77'0=100. 

Pyr.,  etc. — B.  B.  on  charcoal  fuses  readily  to  a  dark  mass,  which  is  crystalline  when  cold. 
In  R.F.  on  charcoal  gives  a  coating  of  lead  oxide,  with  globules  of  lead  and  a  residue  of 
chromic  oxide.     Gives  the  reaction  of  chrome  with  fluxes. 

Obs. — Occurs  in  limestone  at  Beresof  in  the  Ural,  with  crocoite,  vauquelinite,  pyromorphite, 
and  galenite. 


VAUQUEUNTTB. 

Monoclinic.  Crystals  usually  minute,  irregularly  aggregated.  Also 
reniform  or  botryoidal,  and  granular;  amorphous. 

H.= 2-5-3.  G. =5-5-5*78.  Lustre  adamantine  to  resinous,  often  faint 
Color  green  to  brown,  apple-green,  siskin-green,  olive-green,  ochre-brown, 
liver-brown;  sometimes  pearly  black.  Streak  greenish  or  brownish.  Faintly 
translucent — opaque.     I<  racture  uneven.     Rather  brittle. 

Oomp.— PbiCuCr.jO»=2RCrO«+RO.  R=Pb  :  Cu=2  :  1.  The  formula  requires:  Chro- 
mium trioxide  27  6,  lead  oxide  61  5,  copper  oxide  10*9 =100. 

Pyr.,  etc. — B.B.  on  charcoal  slightly  intumesces  and  fuses  to  a  gray  submetallic  globule, 
yielding  at  the  same  time  small  globules  of  metal.  With  borax  or  salt  of  phosphorus  affords 
a  green  transparent  glass  in  the  outer  flame,  which  in  the  inner  after  cooling  is  red  to  black, 
according  to  the  amount  of  mineral  in  the  assay ;  the  red  color  is  more  distinct  with  tin. 
Partly  soluble  in  nitric  acid. 

Obs. — Occurs  with  crocoite  at  Beresof  in  Siberia,  generally  in  mammUlated  or  amorphous 
masses,  or  thin  crusts  ;  also  at  Pont  Gibaud  in  the  Puy  de  Dome ;  and  with  the  crocoite  of 
Brazil.  In  the  U.  States  it  has  been  found  at  the  lead  mine  near  Sing  Sing,  in  green  and 
brownish-green  mammillary  concretions,  and  also  nearly  pulverulent ;  and  at  the  Pequa  lead 
mine  in  Lancaster  Go. ,  Pa ,  in  minute  crystals  and  radiated  aggregations  on  quartz  and 
galenite,  of  a  Biskin-  to  apple-green  color,  with  cerussite. 

Laxmaiwite  (pJtoapJufc/tromtie). — Near  vauquelinite,  but  held  to  be  a  phospho-chromate. 
Beresof. 
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6.  SULPHATES. 


Anhydrous  Sulphates. 


Barite  Growp. 


BARITB.    Barytes.     Heavy  Spar.     Sohwerspath,  Oerm. 
Orthorhombic.    I A  /=  101°  40',  O  A 14  =  121°  50' ;  c  :  I :  &  =  1-6107 


^a^gk 


Cheshire. 


:  1-2276  : 1.     O  A 1  =  115°  42' ;  J-i  A  ft,  top,  = 

^"   o  "  ^f>  Yti\      102°  17' 5  1-t  A  H  fcoP'  =  74°  36     Cl78tal8  usu" 

{_      a      ~~k^  4^^      a^br  tabular,  as  in  figures;  sometimes  prismatic 

~~         "  in  the  direction  of  the  different  axes.    Cleavage : 

basal  rather  perfect ;  /somewhat  less  so;  i-l  imperfect.     Also  in  globular 

forms,  fibrous  or  lamellar,  crested  ;  coarsely  laminated,  laminae  convergent 

and  often  curved ;  also  granular ;  colors  sometimes  banded,  as  in  stalagmite. 

H.=2"5-3*5.      G.=4-3-4*72.     Lustre   vitreous,   inclining   to   resinous; 

sometimes  pearly.     Streak  white.     Color  white;  also  inclining  to  yellow, 

fray,  blue,  red,  or  brown,  dark  brown.     Transparent  to  translucent — opaque, 
ometimes  fetid,  when  rubbed.     Optic-axial  plane  brachydiagonal. 

Oomp. — BaSO«= Sulphur  trioxide  34 '3,  baryta  65*7=100.  Strontium  and  sometimes  cal- 
cium replace  part  of  the  barium ;  also  silica,  clay,  bituminous  or  carbonaceous  substances 
are  often  present  as  impurities. 

Pyr.,  etc. — B.B.  decrepitates  and  fuses  at  3,  coloring  the  flame  yeUowish-green ;  the  fused 
mass  reacts  alkaline  with  test  paper.  On  charcoal  reduced  to  a  sulphide.  With  soda  gives 
at  first  a  clear  pearl ,  but  on  continued  blowing  yields  a  hepatic  mass,  which  spreads  out  and 
soaks  into  the  coal.  If  a  portion  of  this  mass  be  removed,  placed  on  a  clean  silver  surface, 
and  moistened,  it  gives  a  black  spot  of  silver  sulphide.  Should  the  barite  contain  calcium 
sulphate,  this  will  not  be  absorbed  by  the  coal  when  treated  in  powder  with  soda.  Insoluble 
in  acids. 

Diff. — Distinguishing  characters :  high  specific  gravity,  higher  than  celestite  or  aragonite ; 
cleavage ;  insolubility ;  green  coloration  of  the  blowpipe  flame. 

Obs. — Occurs  commonly  in  connection  with  beds  or  veins  of  metallic  ores,  as  part  of  the 
gangue  of  the  ore.  It  is  met  with  in  secondary  limestone,  sometimes  forming  distinct  veins, 
and  often  in  crystals  along  with  calcite  and  celestite.     At  Dufton,  in  Westmoreland.  Eng- 
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land ;  in  Cornwall,  near  Liskeard,  etc.,  in  Cumberland  and  Lancashire,  in  Derbyshire,  Staf- 
fordshire, etc.;  in  Scotland,  in  Argyleshire,  at  Strontian.  Some  of  the  most  important 
European  localities  are  at  Felsobanya  and  Kremnitz,  at  Freiberg,  Marienberg,  Clausthal, 
Przibram.  and  at  Roya  and  Roure  in  Auvergne. 

In  the  U.  S.,  in  Conn.,  at  Cheshire.  In  N.  York,  at  Pillar  Point;  at  Scoharie;  in  St 
Lawrence  Co.;  at  Fowler;  at  Hammond.  In  Virgitwi^  at  Eldridge's  gold  mine  in  Buckingham 
Co.;  near  Lexington,  in  Rockbridge  Co.;  Fauquier  Co.  In  Kentucky,  near  Paris  ;  in  the  \V 
end  of  I.  Royale,  L.  Superior,  and  on  Spar  Id.,  N.  shore.  In  Canada,  atLandsdown.  In 
fine  crystals  near  Fort  Wallace,  New  Mexico. 

The  white  varieties  of  bazite  are  ground  up  and  employed  as  a  white  paint,  either  alone  or 
mixed  with  white  lead. 


OEIiESTTTB. 

Orthorhombic,  /A  7=  104°  2'  (103°  30'-104°  30^,  O  A  1^  =  121= 
19^' ;  c  :  b  ;  a  =  1-6432  : 1-2807  :  1.  O  A 1  =  115°  38',  O  A 14  =  127°  56', 
1  A 1,  mac,  =  112°  35',  1  A 1,  brach..  =  89°  26'.  Cleavage :  O  perfect; 
I  distinct ;  i~i  less  distinct.  Also  fibrous  and  radiated ;  sometimes  globu- 
lar; occasionally  granular. 

702  703 


L.  Erie. 


H.= 3-3-5.      G.= 3*92-3-975.     Lustre  vitreous,  sometimes  inclining  to 

5 early.     Streak  white.     Color  white,  often  faint  bluish,  and  sometimes  red- 
ish.     Transparent — subtranslucent.      Fracture  imperfectly  conchoidal— 
uneven.     Very  brittle.     Trichroisin  sometimes  very  distinct. 

Oomp.— SrS04=Sulphur  trioxide  43*6,  strontia  564=100.  Wittetein  finds  that  the  blue 
color  of  the  celestite  of  Jena  is  due  to  a  trace  of  a  phosphate  of  iron. 

Pyr.,  ets. — B.B.  frequently  decrepitates,  fuses  at  3  to  a  white  pearl,  coloring  the  flame 
strontia-red ;  the  fused  mass  reacts  alkaline.  On  charcoal  fuses,  and  in  R.F.  is  converted 
into  a  difficultly  fusible  hepatic  mass;  this  treated  with  hydrochloric  acid  and  alcohol  give* 
an  intensely  red  flame.     With  soda  on  charcoal  reacts  like  barite.     Insoluble  in  acids. 

Dfcff. — Does  not  effervesce  with  acids  like  the  carbonates ;  specific  gravity  lower  than  that 
of  barite  ;  colors  the  blowpipe  flame  red. 

Obs Celestite  is  usually  associated  with  limestone  or  sandstone.     Occurs  also  in  bed*  of 

gypsum,  rock  salt,  and  clay  ;  and  with  sulphur  in  some  volcanic  regions.  Found  in  Sicily,  at 
Girgenti  and  elsewhere  ;  at  Bex  in  Switzerland,  and  Conil  in  Spain ;  at  Dornburg,  near  Jena; 
in  the  department  of  the  Garonne,  France  ;  in  the  Tyrol ;  Retzbanya  ;  in  rock  salt,  at  IschL 
Austria.  Found  in  the  Trenton  limestone  about  Lake  Huron,  particularly  on  Strontian 
Island,  and  at  Kingston  in  Canada ;  Chaumont  Bay,  Scoharie,  and  Lockport,  N.  Y. ;  also 
the  Rossie  lead  mine ;  at  Bell's  Mills.  Blair  Co..  Penn. 

Named  from  catestia,  ceU*tialy  in  allusion  to  the  faint  shade  of  blue  often  presented  by  the 
mineral. 

Barytocelestite.— Celestite  containing  barium  sulphate  26  p.  c.  (Gru\ner\  20*4  p.  c. 
(Turner).  \-l  a  l-i=74"  54A',  i-i  A  i*=100J  35  ,  on  crystals  from  Imfeld  in  the  Binnentbai 
(Neminar).     Drummond  L  /Lake  Erie ;  Norton,  Hanover. 
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ANHTDRTTB. 

Orthorhombic     I A 1=  100°  30',  O  A 14  =  127°  19' ;  c  :  I :  &  =  1-3122 

:  1*2024  :  1.    l-£  A 14,  top,  =  85°.   Cleavage :  i-l  very  per- 

704  feet ;  i-l  also  perfect ;   O  somewhat  less  so.     Also  fibrous, 

v     \im     "71     lamellar,    granular,    and    sometimes    impalpable.      The 

Y  \\     \      lamellar  and  columnar  varieties  often  curved  or  contorted. 

Y  ^  II. =3-3  5.  G.= 2-899-2-985.  Lustre :  i-l  and  i-l  some- 
\  ifi/  ^  what  pearly ;  0  vitreous ;  in  massive  varieties,  vitreous 
p     ir"   \*      inclining  to  pearly.      Color  white,  sometimes  a  grayish, 

bluish,  or  reddish  tinge;  also  brick-red.  Streak  grayish- 
white.  Fracture  uneven ;  of  finely  lamellar  and  fibrous 
varieties,  splintery.  Optic-axial  plane  parallel  to  £-5,  or 
Staaafurt  plane  of  most  perfect  cleavage;  bisectrix  normal  to  O; 
trrailich. 

Var. — (a)  Crystallized ;  cleavable  in  its  three  rectangular  directions,  (b)  fibrous ;  either 
parallel,  or  radiated,  or  plumose,  (e)  Fine  granular,  (d)  Scaly  granular.  VuVpinite  is  a  scaly 
granular  kind  from  Vulptno  in  Lombardy  ;  it  is  cut  and  polished  for  ornamental  purposes.  It 
does  not  ordinarily  contain  more  silica  than  common  anhydrite.  A  kind  in  contorted  concre- 
tionary forms  is  the  tripestone  (GekrimUin). 

Oomp.— CaSo4= Sulphur  trioxide  588,  lime  41  *2=100. 

Pyrn  etc. — B.B.  fuses  at  3,  coloring  the  flame  reddish -yellow,  and  yielding  an  enamel-like 
bead  which  reacts  alkaline.  On  charcoal  in  R.  F.  reduced  to  a  sulphide  ;  with  soda  does  not 
fuse  to  a  clear  globule,  and  is  not  absorbed  by  the  coal  like  barite ;  it  is,  however,  decomposed, 
and  yields  a  mass  which  blackens  silver ;  with  fluorite  fuses  to  a  clear  pearl,  which  is 
enamel-white  on  cooling,  and  by  long  blowing  swells  up  and  becomes  infusible.  Soluble  in 
hydrochloric  acid. 

Diff. — Characterized  by  its  cleavage  in  three  rectangular  directions ;  harder  than  gypsum ; 
does  not  effervesce  with  acids  like  the  carbonates. 

Obs. — Occurs  in  rocks  of  various  ages,  especially  in  limestone  strata,  and  often  the  same 
that  contain  ordinary  gypsum,  and  also  very  commonly  in  beds  of  rock  salt.  Occurs  near 
Hall  in  Tyrol ;  at  Sulz  on  the  Neckar,  in  Wurtemberg ;  Bleiberg  in  Carinthia ;  Luneberg, 
Hanover ;  Kapnik  in  Hungary  j  Ischl ;  Aussee  in  Styria ;  Berchtesgaden ;  Stassf urt,  in  fine 
crystals.     In  the  U.  States,  at  Lockport,  N.  T.     In  Nova  Scotia. 

ANOLBBTTS.    Bleivitriol,  Oerm. 

Orthorhombic.  IaI=  103°  43*',  O  A  1-1  =  121°  20J',  Kokscharof ; 
c :  b  :  a  =  1-64223  :  1273634  :  1.  Oa  1-*  =  127°  48' ;  O  A  1  =  115°  35*'  ; 
I-l  A  1-i,  top,  =  75°  35*'.  Crystals  sometimes  tabular  ;  often  oblong  pris- 
matic, and  elongated  in  the  direction  of  either  of  the  axes  (as  6een  in  the 
figures).  Cleavage:  7,  O,  but  interrupted.  The  planes  /  and  i-l  often 
vertically  striated,  and  i-l  horizontally.  Also  massive,  granular,  or  hardly 
so.    Sometimes  stalactitic. 

II. =2*  75-3.  G.=6-12-6'39.  Lustre  highly  adamantine  in  some  speci- 
mens, in  others  inclining  to  resinous  and  vitreous.  Color  white,  tinged 
yellow,  gray,  green,  and  sometimes  blue.  Streak  uncolored.  Transparent 
— opaque.     Fracture  conchoidal.     Very  brittle. 

Conrp.— PbS04- Sulphur  trioxide  26*4,  lead  oxide  73  6=100. 

Pyr.,  etc. — B.B.  decrepitates,  fuses  in  the  flame  of  a  candle  (F.=l%5).  On  charcoal  in  O. 
F.  fuses  to  a  clear  pearl,  which  on  cooling  becomes  milk-white ;  in  R.F.  is  reduced  with  effer- 
vescence to  metallic  lead.  With  soda  on  charcoal  in  R.F.  gives  metallic  lead,  and  the  soda 
is  absorbed  by  the  coal ;  when  the  surface  of  the  coal  is  removed  and  placed  on  bright  silvei 
and  moistened  with  water  it  tarnishes  the  metal  black.    Difficultly  soluble  in  nitric  acid. 
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Difi — Does  not  effervesce  with  acid  like  cerussite  (lead  carbonate) ;  distinguished  by  blow- 
pipe tests  from  other  resembling  species. 


Siegen. 


Anglesea. 


Siegen. 


Obs. — This  ore  of  lead  was  first  observed  by  Monnet  as  a  result  of  the  decomposition  of 
galenite,  and  it  is  often  found  in  its  cavities.  Occurs  in  crystals  at  Leadhills ;  at  Pary's  mine 
in  Anglesea ;  also  at  Melanoweth  in  Cornwall ;  in  Derbyshire  and  in  Cumberland ;  Clausthal, 
Zillerfeld,  and  Gicpenbach  in  the  Hurz ;  near  Siegen  in  Prussia ;  Schapbach  in  the  Black 
Forest ;  in  Sardinia ;  massive  in  Siberia.  Andalusia,  Alston  Moor  in  Cumberland ;  in  Aus- 
tralia. In  the  U.  S.,  in  large  crystals  at  Wheatley's  mine,  Phenixville,  Pa. ;  in  Missouri  lead 
mines  ;  at  the  lead  mines  of  Southampton,  Moss.  ;  at  Rossie,  N.  Y. ;  at  the  Walton  gold  mine, 
Louisa  Co.,  Va.     Compact  in  Arizona,  and  Cerro  Gordo,  Cal. 

Dreelite.— Rhorabohedral.  H.=8*5.  G.=3-2-34.  Color  white.  Composition  given  as 
CaS04  -f  3BaS04.     Occurs  in  small  crystals  at  Beaujeuu,  France ;  Badenweiler,  Baden. 


Dolerophanite   (ScaccJU).— CuaSO, 
Vesuvius. 

Hydrocyanite  (Scacchi). — Anhydrous  copper  sulphate,  CuS04. 
soluble.    Vesuvius. 

Aphthitalite,  Arcanite. — K,804=Potash54-l,  sulphuric  acid  45*9=100. 

Thenakdite.— Sodium  sulphate,  NaaSO*.     Spain;  Vesuvius. 


In  minute  crystals.     Monoclinio.      Color  brown. 
Color  sky-blue.    Very 
Vesuvius. 


LEADHH.LITB. 

Orthorhombic.     /a  /  =  103°  16',  O  A  VI  =  120  °10' ;  c  :  I :  &  =  1-7205 
1*2632  :  1.    Hemihedr&l  in  /and  some  other  planes ;  hence  raonoclinic  in 

Cleavage :  t-J  very 
twinning- 


Digitized  by 


Google 


OXYGEN  COMPOUNDS. — SULPHATES. 


869 


H. = 2-5.    G. = 6-26-6-44.    Lustre  of  i-l  pearly,  other  parts  resinous,  some- 
what adamantine.  Color  white, 

passing   into    yellow,    green,  711  712 

or  gray.  Streak  uncolored. 
Transparent  —  translucent. 
Conchokial  fracture  scarcely 
observable.     Rather  sectile. 

Comp.— Formerly  accepted  for- 
mula, PbS04+8PbCO,=Lead  sul- 
phate 27  45,  lead  carbonate  72*55= 
100.  Recent  investigations  by  Las- 
peyres  (J.  pr.,  Ch.  ft,  v.,  470 ;  vii, 
127;  xiii.,  870),  and  Hintze  (Pogg. 
Ann.,  clii,  156),  though  not  entirely 
accordant,  give  different  results,  both 

show  the  presence  of  some  water.    Laspeyres  writes  the  formula  empirically,  Pbi0C9SfiOM  + 
5HaO,  and  Hintze,  Pb7C4SaO,i+2H,0.    Analyses:  1.  Laspeyres;  2,  Hinfcze: 
SO,  CO,  PbO  H,0 

1.  8-14  808  81-91  1-87=100,  Laspeyres. 

2.  8-17  dl8  80-80  2-00=10015,  Hintze. 

Pyr.,  eto. — B.B.  intumesces,  fuses  at  1*5,  and  turns  yeUow  ;  but  white  on  cooling.  Easily 
reduced  on  charcoal.  With  soda  affords  the  reaction  for  sulphuric  acid.  Effervesces  briskly 
in  nitric  acid,  and  leaves  white  lead  sulphate  undissolved. 

Obs. — This  ore  has  been  found  at  Leadhills  with  other  ores  of  lead ;  also  in  crystals  at  Red 
Gill,  Cumberland,  and  near  Taunton  in  Somersetshire ;  at  Iglesias,  Sardinia  (maxite). 

Susannitb. — Composition  as  for  leadhillite,  but  form  rhombohedral.  Leadhills;  Nert- 
Bchinak,  Siberia. 

Connellite. — Hexagonal.  In  slender  needle-like  blue  crystals.  Contains  copper  sulphate 
and  copper  chloride.     Exact  composition  uncertain.     CornwaU. 

Caledonitb.  —Monoclinic  {Sehrauf).  H.  =2-5-3.  Gk=6'4.  Color  bluish-green.  R,SO» 
+aq  (Flight),  with  R=Pb  :  Cu=7  :  3,  or  5PbS04+3H,,CuOa+2H.iPbOa.  This  requires  : 
Sulphuric  trioxide  19-1,  lead  oxide  65 '2,  copper  oxide  11*4,  water  43=100.  Leadhills,  Soot- 
land  ;  Red  Gills ;  Retzbanya  ;  Mine  la  Motte,  Missouri. 

Lanarkite.—  Monoclinic.  H.  =2-2*5.  G.  =6*8-6-4.  Color  pale  yeUow,  or  greenish- 
white.  Transparent.  Composition  as  formerly  accepted,  PbSO4+Pb0Os.  New  analyses  by 
Flight,  and  by  Pisani,  show  the  absence  of  both  carbon  dioxide  and  water ;  composition 
accordingly  Pb,SO,=PbS04+ PbO,  which  requires :  Lead  sulphate  57*6,  lead  oxide  42*4=100. 
Leadhills;  Siberia,  etc. 

OLAUBERITB. 

Monoclinic.  (7=68°  16',  7 A  7=83°  20',  O  A 14  =  136°  30' ;  c\b:d 
=  0-8454  :  0-8267  :  1.     Cleavage:  O  perfect. 

II. = 2-5-3.      G. =2-64-2-85.     Lustre   vitreous.     Color  713 

pale  yellow  or  gray;  sometimes  brick-red.    Streak  white. 
Fracture  conchoidal ;  brittle.     Taste  slightly  saline. 

Oomp.— NaaCaS3Ob=Sulphur  trioxide  57-6,  lime  201,  soda  22  8= 
100. 

Pyr.,  etc — B.  B.  decrepitates, .  turns  white,  and  fuses  at  1  '5  to  a 
white  enamel,  coloring  the  flame  intensely  yellow.  On  charcoal  fuses 
in  O.F.  to  a  clear  bead  ;  in  R.F.  a  portion  is  absorbed  by  the  charcoal, 
leaving  an  infusibe  hepatic  residue.  With  soda  on  charcoal  gives  the 
reaction  for  sulphur.  Soluble  in  hydrochloric  acid.  In  water  it  loses 
ite  transparency,  is  partially  dissolved,  leaving  a  residue  of  calcium 
sulphate,  and  in  a  large  excess  this  is  completely  dissolved.  On  long 
exposure  absorbs  moisture  and  falls  to  pieces. 

Ob3. — In  crystals  in  rock  salt  at  Villa  Rubia  in  New  Castile ;  also  at 
Aussee  in  Upper  Austria ;  in  Bavaria  ;  at  the  salt  mines  of  Vic  in  France ; 
and  at  Borax  Lake,  California;  Province  of  Tarapaca,  Peru. 
24 
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Hydbous    Sulphates. 


MUtABILITE.     Glauber  Salt 


Monoclinic.     C  =  72°  15',  7 A  / =  86°  31',  0  A 14  =  130°  19' ;  c :  b  :  d 

Usually  in   efflorescent 

Transparent— 


=  1-1089  :  0-8962  : 1.      Cleavage  :   iri  perfect 
crusts. 

H.=l-5-2.     G.=l"481.     Lustre  vitreous.     Color  white, 
opaque.     Taste  cool,  then  feebly  6aline  and  bitter. 


Oomp.— Na«SO4+10aq=Sulphur  trioxide  34  8,  soda  19*3,  water  55-9=100. 

Pyr.,  eto. — In  the  closed  tube  much  water ;  gives  an  intense  yellow  to  the  flame.  Very 
soluble  in  water ;  the  solution  gives  with  barium  salts  the  reaction  for  sulphuric  add.  Falls 
to  powder  on  exposure  to  the  air,  and  becomes  anhydrous. 

Obs. — Occurs  aMschl  and  Hallstadt ;  also  in  Hungary ;  Switzerland  ;  Italy;  at  Guipiucoa 
in  Spain,  etc  ;  at  Eailua  on  Hawaii ;  at  Windsor,  Nova  Scotia ;  also  near  Sweetwater  River. 
Rocky  Mountains. 

Mascagnite,  Boussingatjltite  (cerbolite),  Lecontitk,  and  Guanovulitb  are  hydrous 
sulphates  containing  ammonium. 


GYPSUM. 

Monoclinic.  C=  66°  14/,  if  the  vertical  prism  I  (see  f.  716)  correspond 
to  the  cleavage  prism  (second  cleavage),  and  the  basal  plane  O  to  the 
direction  of  the  third  cleavage.  /A  7=138°  28',  14  A  14  =  128°  31'; 
c:  £  :  a  =  0-9  :  24135  : 1.  6>A  1  =  125°  35',  O A 24=145°  41',  lAl  = 
143°  42',  24  A  24=111°  42'. 


714 


Cleavage :  (1)  t-i,  or  clinodiagonal,  eminent,  affording  easily  smooth  pol- 
ished folia;  (2)  Iy  imperfect,  fibrous,  and  often  apparent  in  internal  rifts <>r 
linings,  making  with  O  (or  the  edge  24/24)  the  angles  66°  14',  and  113c 
46',  corresponding  to  the  obliquity  of  the  fundamental  prism ;  (3)  O,  or 
basal,  imperfect,  but  affording  a  nearly  smooth  surface.  Twins :  1.  Twin- 
ning-plane  O  common  (f.  717) ;  also  1-i,  or  edge  1/1.  Simple  crystals  often 
with  warped  as  well  as  curved  surfaces.  Also  foliated  massive ;  lamellar 
stellate;  of  ten  granular  massive ;  and  sometimes  nearly  impalpable. 
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H.=l*5-2.  G.=2-314r-2'328,  when  pure  crystals.  Lustre  of  iA,  pearly 
and  shining,  other  faces  subvitreons.  Massive  varieties  often  glistening, 
sometimes  dull  earthy.  Color  usually  white ;  sometimes  gray,  flesh-red, 
honey-yellow,  ochre-yellow,  blue ;  impure  varieties  often  black,  brown,  red, 
or  reddish-brown.     Streak  white.     Transparent — opaque. 

Var.— 1.  Crystallized,  or  Selenite;  either  in  distinct  crystals  or  in  brood  folia,  the  folia 
sometimes  a  yard  across  and  transparent  throughout.  2.  Fibrous  ;  coarse  or  fine,  (a)  Satin 
spar,  when  fine-fibrous  a  variety  which  has  the  pearly  opalescence  of  moonstone  ;  (b)  plumose, 
when  radiatedly  arranged.  3.  Massive ;  Alabaster,  a  fine-grained  variety,  either  white  or 
delicately  shaded ;  scaly-granular  ;  earthy  or  rock-gypsum*  a  dull-colored  rock,  often  impure 
with  clay  or  calcium  carbonate,  and  sometimes  with  anhydrite. 

Comp — CaS04-f 2aq= Sulphur  trioxide  46  5,  lime  82(5,  water  209=100. 

Pyr.,  etc. — In  the  closed  tube  gives  off  water  and  becomes  opaque.  Fuses  at  2 '5-8,  color- 
ing the  flame  reddish-yellow.  For  other  reactions,  see  Anhydrite,  p.  367.  Ignited  at  a 
temperature  not  exceeding  260°  0.,  it  again  combines  with  water  when  moistened,  and 
becomes  firmly  solid.     Soluble  in  hydrochloric  acid,  and  also  in  400  to  500  parts  of  water. 

Diff. — Characterized  by  its  softness ;  it  does  not  effervesce  nor  gelatinize  with  acids. 
Some  varieties  resemble  heulandite,  stilbite,  talc,  etc. ;  and  in  its  fibrous  forms  it  is  like  some 
calcite. 

Ob*.— Gypsum  often  forms  extensive  beds  in  connection  with  various  stratified  rocks,  espe- 
cially limestone,  and  marlytes  or  clay  beds.  It  occurs  occasionally  in  crystalline  rocks.  It  is 
also  a  product  of  volcanoes ;  produced  by  the  decomposition  of  pyrite  when  lime  is  present ; 
and  often  about  sulphur  springs ;  also  deposited  on  the  evaporation  of  sea-water  and  brines, 
in  which  it  exists  in  solution. 

Fine  specimens  are  found  in  the  salt  mines  of  Bex  in  Switzerland ;  at  HaU  in  the  Tyrol ; 
in  the  sulphur  mines  of  Sicily  ;  in  the  gypsum  formation  near  0<iana  in  Spain ;  in  the  clay  of 
Shotover  Hill,  near  Oxford :  at  Montmartre,  near  Paris.  A  noted  locality  of  alabaster  occurs 
at  Oastelino,  35  m.  from  Leghorn.  In  the  U.  S.  this  species  occurs  in  extensive  beds  in 
N.  York,  Ohio,  Illinois,  Virginia,  Tennessee,  and  Arkansas ;  it  is  usually  associated  with  salt 
springs.  Also  in  Nova  Scotia,  Peru,  etc.  It  is  characteristic  of  the  so-called  triassic,  or  red 
beds,  of  the  Rocky  Mountain  region ;  also  of  the  Cretaceous  in  the  west,  particularly  of  the 
clays  of  the  Fort  Pierre  group,  in  which  it  occurs  in  the  form  of  transparent  plates. 

Handsome  selenite  and  snowy  gypsum  occur  in  N.  York,  near  Lockport ;  also  near  Camil- 
las. Onondaga  Co.  In  Maryland,  on  the  St.  Mary's,  in  clay.  In  Ohio,  large  transparent 
crystals  have  been  found  at  Poland  and  Canfield,  Trumbull  Co.  In  Tenn.,  selenite  and  ala- 
baster in  Davidson  Co.  In  Kentucky,  in  Mammoth  Cave,  in  the  form  of  rosettes,  etc.  In 
N.  Scotia,  in  Sussex,  King's  Co.,  large  crystals,  often  containing  much  symmetrically  dis- 
seminated sand  (Marsh). 

PUister  of  Paris  (or  gypsum  which  has  been  heated  and  ground  up)  is  used  for  making 
moulds,  taking  casts  of  statues,  medals,  etc.  ;  for  producing  a  hard  finish  on  walls;  also  in 
the  manufacture  of  artificial  marble,  as  the  scagliola  tables  of  Leghorn,  and  in  the  glazing  of 
porcelain. 


FOLYHALTTE. 

Monoclinic  (?).  A  prism  of  115°,  with  acute  edges  truncated.  Usually  in 
compact  fibrous  masses. 

11. =2*5-3.  G.= 2*7689.  Lustre  resinous  or  slightly  pearly.  Streak 
red.  Color  flesh-  or  brick-red,  sometimes  yellowish.  Translucent — opaque. 
Taste  bitter  and  astringent,  but  very  weak. 

Comp.— 2RSO«+aq,  where  R=Ca  :  Mg  :  Ka  in  the  ratio  2:1:1;  that  is,  K>MgCa.S40,« 
+2aq— Calcium  sulphate  45*2,  magnesium  sulphate  19  9,  potassium  sulphate  281),  water 
6-0=100. 

Pyr.,  etc. — In  the  closed  tube  gives  water.  B.B  fuses  at  1  '5.  colors  the  flame  yellow.  On 
charcoal  fuses  to  a  reddish  globule,  which  in  R.F.  becomes  white,  and  on  cooling  has  a  saline 
hepatic  taste ;  with  soda  like  glauberite.  With  fluor  does  not  give  a  clear  bead.  Partially 
soluble  in  water,  leaving  a  residue  of  calcium  sulphate,  which  dissolves  in  a  large  amount  of 
water. 
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Obs. — Occurs  at  the  mines  of  Ischl,  Ebensee,  Aussee,  Hallstatt,  and  Hallein  in  Austria, 
with  common  salt,  gypsum,  and  anhydrite  ;  at  Berchtesgaden  in  Bavaria ;  at  Vic  in  Lorraine. 

The  name  Polyhalite  is  derived  from  xo\vs,  many,,  and  oXs,  salt,  in  allusion  to  the  number 
of  salts  in  the  constitution  of  the  mineral. 

Syngenite,  v.  Zepliaravicfi ;  Kaluszite,  Bumpf. — Near  polyhalite.  Composition  RSO«  + 
aq,  with  B=Ca  :  Ka=l  :  1,  that  is,  KsCaS*Os+aq=Potas8ium  sulphate  531,  calcium  sul- 
phate 4 1  '4,  water  5  *5 = 100.  Monoclinic.  Occurs  in  small  tabular  crystals  in  cavities  in  halite 
at  Kalusz,  East  Galicia. 

Kieskrite.— MgS04-haq=Sulphur  trioxide  58-0,  magnesia  28-0$  water  13-0=100.  Stass- 
fort. 

Picromerite  is  KMgS208H-6aq= Sulphur  trioxide  89*8,  magnesia  9*9,  potash  28*4,  water 
26-9=100.  Vesuvius;  Stassfurt. 

Bloedite. — Composition  Na2MgS?08  +  4aq= Sulphur  trioxide  47*9,  magnesia  12-0,  nods 
18*6,  water  21  '5=100.  Salt  mines  of  Ischl ;  also  in  the  Andes.  Simon yite  (Tschermak)  is 
identical. 

L<eweite.— 2Na,MgSa08+5aq=Sulphur  trioxide  52-1,  magnesia  130,  soda  20 2,  water 
14-7=100.     From  Ischl. 

EFSOMITE.    Epsom  Salt.    Bittersalz,  Qerm. 

Orthorhombic,  and  generally  hemihedral  in  the  octahedral  modifications. 
IM=  90°  34',  O  A  1-1  =  150°  2' ;  c  :  b  :  &  =  0*5766  :  101  :  1.  14  A  1-;, 
basal,  =  59°  27',  1-t  A  1-i,  basal,  =  59°  56'.  Cleavage :  brachydiagotial 
perfect.     Also  in  botryoidal  masses  and  delicately  fibrous  crusts. 

n.=2*25.  G.==  1-751;  1*685,  artificial  salt.  Lustre  vitreous— earthy. 
Streak  and  color  white.    Transparent — translucent.    Taste  bitter  and  saline. 

Comp. — MgS044- 7aq,  when  pure = Sulphur  trioxide  32*5,  magnesia  16  3,  water  51*2=1  Oil 

Pyr.,  etc, — Liquifies  in  its  water  of  crystallization.  Gives  much  water  in  the  closed  tul*? 
at  a  high  temperature ;  the  water  is  acid.  B.B.  on  charcoal  fuses  at  first,  and  finally  yi«-li2>< 
an  infusible  alkaline  mass,  which,  with  cobalt  solution,  gives  a  pink  color  on  ignition.  Very 
soluble  in  water,  and  has  a  very  bitter  taste. 

Obs. — Common  in  mineral  waters,  and  as  a  delicate  fibrous  or  capillary  efflorescence  on 
rocks,  in  the  galleries  of  miDes,  and  elsewhere.  In  the  former  state  it  exists  at  Epsom,  Eng- 
land, and  at  Sedlitz  and  Saidschutz  in  Bohemia.  At  Idria  in  Carniola  it  occurs  in  silky  fibrvs. 
and  is  hence  called  flairsalt  by  the  workmen.  Also  obtained  at  the  gypsum  quarries  of  Mont- 
martre,  near  Paris ;  in  Aragon  and  Catalonia  in  Spain ;  in  Chili ;  found  at  Vesuvius,  etc 

The  floors  of  the  limestone  caves  of  Kentucky,  Tennessee,  and  Indiana,  are  in  many 
instances  covered  with  epsomite,  in  minute  crystals,  mingled  with  the  earth.  In  the  Mam- 
moth Cave,  Ky.,  it  adheres  to  the  roof  in  loose  masses  like  snowballs. 

Fausekite. — A  hydrous  manganese-magnesium  sulphate.     Hungary. 


Copperas  Group. 
OHALOANTHITE.    Blue  Vitriol.    Kupf  ervitriol,  Germ. 

Triclinic.  Oa/=  109°  32',  OA  1  =  121°  40',  I A  T  =  123°  10',  O  /■  1 
=125°  38',  0/\*-i  =  12Oo  50',  0Ai-*  =  lO3°  27'.  Cleavage:  /  imper- 
fect, /'  very  imperfect.     Occurs  also  amorphous,  stalactitic,  reniform. 

II. = 2*5.  G. =2-213.  Lustre  vitreous.  Color  Berlin-blue  to  sky-blm\ 
of  different  shades;  sometimes  a  little  greenish.  Streak  uncolored.  Sub- 
transparent — translucent.    Taste  metallic  and  nauseous.    Somewhat  brittle. 

Oomp — CuSOi-t  5aq=Sulphur  trioxide  82*1,  copper  oxide  31*8,  water  36*1=100. 

Pyr.,  etc. — In  the  closed  tube  yields  water,  and  at  a  higher  temperature  sulphuric  acid 
B.B.  with  soda  on  charcoal  yields  metallic  copper.  With  the  fluxes  reacts  for  copper.  Solu- 
ble in  water;  a  drop  of  the  solution  placed  on  a  surface  of  iron  coats  it  with  metallic  copper. 

Obs. — Blue  vitriol  is  found  in  waters  issuing  from  mines,  and  in  connection  with  rocks  con- 
taining chalcopyrite,  by  the  alteration  of  which  it  is  formed.     Some  of  its  foreign  localises 
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are  the  Rammelsberg  mine,  near  Goslar,  in  the  Harz ;  Fahlun  in  Sweden ;  at  Parys  mine, 
Anglesey;  at  various  mines  in  Go.  of  Wicklow ;  Bio  Tinto  mine,  Spain.     Found  at  the 
Hiwassee  copper  mine,  and  other  mines,  in  Polk  Go. ,  Tennessee ;  at  the  Canton  mine,  Georgia 
at  Copiapo,  Chili,  with  styptiuite. 

When  purified  it  is  employed  in  dyeing  operations,  and  in  the  printing  of  cotton  and  linen, 
and  for  various  other  purposes  in  the  arts.  It  is  manufactured  mostly  from  old  sheathing, 
copper  trimmings,  and  refinery  scales. 

Other  vitriols  are : — Melantebitb,  iron  vitriol ;  Pisanite,  iron-copper  vitriol ;  Goslar 
ite,  zinc  vitriol;  Biebbrite,  cobalt  vitriol ;  Morenosite,  nickel  vitriol :  Cupromagnemte, 
copper-magnesium  vitriol  (Vesuvius).     These  are  all  alike  in  containing  7  molecules  of  water 
of  crystallization. 

Alunogen  (Haarsalz,  Germ.). — AlS$OuH-18aq=Sulphurtrioxide  36*0,  alumina  15*4,  water 
48-6=100.     Taste  like  that  of  alum.     Vesuvius;  Kdoigsberg,  Hungary. 

Coquimbite. — FeSaOia+9aq=Sulphur  trioxide  42*7,  iron  sesquioride  28*5,  water  28*8= 
100.    Coquimbo,  Chili. 

Ettringite  {Lehmann).—  Analysis,  SOi  16*64,  A10>  7-76,  CaO  27*27,  H»0  4582.  In  hexa- 
gonal needle-like  crystals  from  the  lava  at  Ettringen,  Laacher  See. 

Alum  and  Ealotrichite  Oroupi. 

Here  belong :  Tschermigite,  ammonium  alum.  Kalinite,  potassium  alum,  or  common 
alum.  Mendozitk,  sodium  alum.  Pickeringite,  magnesium  alum.  Apjohnite,  man- 
ganese alum.  Bosjemannite,  mangano-magnesium  alum.  Halotrichite,  iron  alum. 
Also  Rcemeritb,  and  Voltaite. 


OOPIAPITB. 

Hexagonal  (?).  Loose  aggregation  of  crystalline  scales,  or  granular  massive, 
the  scales  rhombic  or  hexagonal  tables.  Cleavage:  basal,  perfect.  In- 
crusting. 

II. =1-5.  6. =2*14,  Borcher.  Lustre  pearly.  Color  sulphur-yellow, 
citron-yellow.     Translucent. 

Comp.— Fe,SftOai+18aq,  Rose;  5FeS,Oia+H6FeO«=Sulphur  trioxide  41*9,  iron  sesqui- 
oxide  335,  water  24  5 = 100. 

Pyr.,  etc. — Yields  water,  and  at  a  higher  temperature  sulphuric  acid.  On  charcoal  be- 
comes magnetic,  and  with  soda  affords  the  reaction  for  sulphur.  With  the  fluxes  reactions 
for  iron.     In  water  insoluble. 

Obs. — Common  as  a  result  of  the  decomposition  of  pyrite  at  the  Bammelsberg  mine,  near 
Goslar  in  the  Harz,  and  elsewhere. 

This  species  is  the  yeUow  copperas  long  called  misy,  and  it  might  weU  bear  now  the  name 
MityUte. 

Raimondite.—  Composition  FeaSaOi»+7aq.  Fibroferbite  (stypticite).— Composition 
FeS,O»-hl0aq. 

Botryogen  is  red  iron  vitriol,  exact  composition  uncertain.  Fahlun,  Sweden.  Bartho- 
lomite.  West  Indies,  is  related. 

Iiileite. — Fe8S|Oia+12aq.  Occurs  as  a  yellow  efflorescenoe  on  graphite  from  Mugrau, 
Bohemia  {Schravf). 


ALUM1N1TU. 


Keniform,  massive ;  impalpable. 

II. =1-2.      Gr.=l'66.      Lustre   dull,   earthy.      Color  white.      Opaque. 
Fracture  earthy.     Adheres  to  the  tongue ;  meagre  to  the  touch. 
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Comp.—AlSOe+9aq= Sulphur  trioxide  232,  alumina  208,  water  470=100. 

Pyr.,  etc. — In  the  closed  tube  gives  much  water,  which,  at  a  high  temperature,  become? 
acid  from  the  evolution  of  sulphurous  and  sulphuric  oxides.  B.B.  infusible.  With  cobalt 
solution  a  fine  blue  color.     With  soda  on  charcoal  a  hepatic  mass.     Soluble  in  acids. 

Obs. — Occurs  in  connection  with  beds  of  clay  in  the  Tertiary  and  Post- tertiary  formations. 
Found  near  Halle  ;  at  Newhaven,  Sussex ;  E  pern  ay,  in  Lunel  Vieil,  and  AuteuU,  in  France. 

Wehtiiemanitk.— AISOb  +  8aq.    G.  =2*80.    Occurs  near  Chachapoya*,  in  Peru. 

Alunite,  Alauustein.  Germ. — Composition  KarU,S40,ja  +  tf  aq.  Rhombohedral.  AL*o 
massive,  fibrous.  Forms  seams  in  trachyte  and  allied  rocks.  Tolfa,  near  Rome ;  Tuscany; 
Hungary ;  Mt.  Dore,  France,  etc. 

LftwiGiTE. — Same  composition  as  alunite,  but  contains  3  parts  more  of  water.  Tabrze, 
Silesia. 

UNARITS.    Bleilasur,  Kupferbleispath,  Qerm. 

Monoclinic.  C=  77°  27' ;  /A  /,  over  i-i,  =  61°  36',  O  A 14  =  141°  5', 
c  :  b  :  d  =  0-48134  :  0-5619  :  1 ,  Ilessenberg.  Twins: 
twinning-plane  i-i  connnon  ;  O  A  O'  =  154°  54'. 
Cleavage :  i-i  very  perfect ;   O  less  so. 

H.=2-o.  G.  =  5.3-5'45.  Lustre  vitreous  or  ada- 
mantine. Color  deep  azure-blue.  Streak  paid  blue. 
Translucent.     Fracture  conchoidal.    Brittle. 

Comp.— PbCuSO* +aq= (Pb,  Cu)S04 + H2(Pb,  Cu)Oa = Sulphur  trioxide  20  "0,  lead  oxide  55  7, 
copper  oxide  10*8,  water  4 '5 =100. 

Pyr.,  etc. — In  the  closed  tube  yields  water  and  loses  its  blue  color.  B.B.  on  charcoal  fuses 
easily  to  a  pearl,  aud  in  R.P.  is  reduced  to  a  metallic  globule  which  by  continued  treatment 
coats  the  coal  with  lead  oxide,  and  if  fused  boron  trioxide  is  added  yields  a  pure  globule  of 
copper.  With  soda  gives  the  reaction  for  sulphur.  Decomposed  with  nitric  acid,  leaving  a 
white  residue  of  lead  sulphate. 

Obs. — Formerly  found  at  Leadhills.  Occurs  at  Roughten Gill,  Red  Gill,  etc.,  in  Cumber- 
land ;  near  Schneeberg,  rare;  in  Dillenburg;  atRetzbanya;  in  Nertschinsk ;  and  near  Beresof 
in  the  Ural ;  and  supposed  formerly  to  be  found  at  LinareB  in  Spain,  whence  the  name. 


BROOHANTCTE. 

Monoclinic.  C  =  89°  27*'.  7 A  /=  104°  6£',  O  A 14  =  154°  12*' ;  c  : 
b:d  =  0-61983  :  1-28242  :  1.  Schrauf  distinguishes  four  types  of  forms  : 
I.  Brochantite  from  Retzbanya  (two  varieties),  also  from  Cornwall  ami 
Rnsbia,  triclinic  ;  II.  Warritwtonite  from  Cornwall,  a  third  variety  from 
Retzbanya,  monoclinic  (?) ;  III.  Brochantite  from  Nischne-Tagilsk,  mono- 
clinic— triclinic ;  IV.  Konighie  from  Russia,  and  a  fourth  variety  from  Retz- 
banya, monoclinic  (or  orthorhombic). 

Also  in  groups  of  acicular  crystals  and  drnsy  crusts.  Cleavage :  i-i  very 
perfect;  1  in  traces.     Also  massive;  reniform  with  a  columnar  structure. 

II.=3*5-4.  G.=3-78-3-87,  Magnus ;  3*9069,  G.  Rose.  Lustre  vitreous ; 
a  little  pearly  on  the  cleavage-face.  Color  emerald-green,  blackish-green. 
Streak  paler  green.     Transparent — translucent. 

Oomp.— Cu4S07  +  3H,0=CuS04  +  3H-CuOa=Sulphur  trioxide  17*71,  copper  oxide  70*34, 
water  11 1)5=100.  This  formula  belongs  to  type  IV.,  above ;  the  wamngtonite  corresponds 
more  nearly  to  CuSO«+3HjCuOi-t-HaO,  and  the  existence  of  other  varieties  has  been  also 
assumed. 

Pyr.,  etc — Yields  water,  and  at  a  higher  temperature  sulphuric  arid,  in  the  closed  tube, 
and  becomes  black.  B.B.  fuses,  and  on  charcoal  affords  metallic  copper.  With  soda  gives 
the  reaction  for  sulphuric  arid. 
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Oba.— Occurs  at  Gumeschevsk  and  Nischne-Tagilsk  in  the  Ural ;  the  Konigine  (or  Kfotigite) 
was  from  Gumeschevsk ;  near  Roughten  Gill,  in  Cumberland  ;  in  Cornwall  (in  part  warring- 
tonite) ;  at  Retzbanya ;  in  Nassau ;  at  Krisuvig  in  Iceland  (krieuvigite) ;  in  Mexico  (brongnar- 
Une) ;  in  Chili,  at  Andacollo  ;  in  Australia. 

Named  after  Brochant  de  Villiers. 

Lanoite.— CuS04+2H2CuOJ  +  2aq.  In  crystals  and  concretionary  crusts  of  a  blue  color. 
G.=tf-5.     Cornwall. 

Cyan'otriciiitk.  Lettsomite.  Kupfersammterz,  Germ. — In  velvety  druses.  Color  blue. 
Anhydrous  sulphate  of  copper  and  aluminum.  Moldava  in  the  Banat.  Woodwabdite,  near 
the  above. 

Krdnkitk — CuS04-4-NasS04  +  2aq= Copper  sulphate  47*2,  sodium  sulphate  42*1,  water 
10  7—100.  In  irregular  crystalline  masses  of  a  coarse  fibrous  structure,  prismatic.  Color 
azure-blue.  Moist  to  the  touch.  Found  in  the  copper  mines  near  Calama,  Bolivia.  (Domeyko.) 

Phili.ipite. — CuS04H-*!eSiOia+naq.  In  irregular  fibrous  masses,  not  prismatic.  Color 
bluf .     In  the  cordilleras  of  Condes,  Santiago,  Chill     {Domeyko. ) 

Enysite.  —Occurs  in  stalactitio  forms  in  a  cave.  H.  =2-2*4.  G.=l*59.  Color  bluish- 
preen.  B.B.  infusible.  Analysis :  SO.  812,  AlO,  29*85,  CuO  16*91,  CaO  1*85,  H,0  89*42, 
SiO,  3*40,  COa  1-05=100.    Near  St.  Agnes,  Cornwall.    (CdUins,  Min.  Mag.,  1,  p.  14.) 

Uranium- sulphates. — There  are  included  here  johannite,  uranochalcite,  msdjidile,  eippeUe, 
togUaiUte%  uraconite.  These  are  secondary  products  found  with  other  uranium  minerals  at 
JoachimsthaL 


Tellurates. 


MONrANITE. 


Incrusting ;  without  distinct  crystalline  structure. 
Soft  and  earthy.     Lustre    dull    to  waxy.    Color  yellowish  to  white. 
Opaque. 

Oomp. — Bi9Te0«+2aq= Tellurium  triozide  26*1,  bismuth  oxide  686,  water  5*8=100. 
Pyr.,  etc. — Yields  water  in  a  tube  when  heated.    B.B.  gives  the  reactions  of  bismuth  and 
tellurium.     Soluble  in  dilate  hydrochloric  acid. 
Obs-— IncTusts  tetradymite,  at  Highland,  in  Montana ;  Davidson  Co.,  N.  0. 
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7.  CARBONATES. 

Anhydrous  Carbonates. 

Caldte  Group. 

CALOTTE.    Gale  Spar.    Kalkspath,  Germ. 

Rhombohedral.    i?Ai?,  terminal,  =  105°  5',  0Ai?  =  135°  23';  c 
0-8513.    Cleavage:  R  highly  perfect. 

719  720  721  722  728 

<0  l  AA       *s$ 
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Twins:  (1)  T winning-plane  basal  (or  parallel  to  O).  (2)  i?,  the  vertical 
axes  of  the  two  forms  nearly  at  right  angles.  (3)  — 2i?.  (4)  —  £72,  the 
vertical  axes  of  the  two  forms  inclined  to  one  another  127°  34'.  (5)  Pris- 
matic plane  i-2.     (6)  plane  i  (see  p.  95). 

Also  fibrous,  both  coarse  and  fine ;  sometimes  lamellar ;  often  granular ; 
from  coarse  to  impalpable,  and  compact  to  earthy.  Also  stalactitic,  tube- 
rose, nodular,  and  other  imitative  forms. 

H.=2-5-3-5  ;  some  earthy  kinds  (chalk,  etc.)  1.  G. =2-508-2-778  ;  pure 
crystals,  2-7213-2*7234,  Beud.  Lustre  vitreous — subvitreous — earthy.  Color 
white  or  colorless ;  also  various  pale  shades  of  gray,  red,  green,  blue,  violet, 
vellow;  also  brown  and  black  when  impure.  Streak  white  or  grayish. 
^Transparent — opaque.  Fracture  usually  conchoidal,  but  obtained  with 
difficulty  when  the  specimen  is  crystallized.    Double  refraction  strong. 


Derbyshire. 


Alston-Moor. 


Comp.,  Var. — Galcite  is  calcium  carbonate,  CaCOa= Carbon  dioxide  44,  lime  56=100. 
Part  of  the  calcium  is  sometimes  replaced  by  magnesium,  iron,  or  manganese,  more  rarely  by 
strontium,  barium,  zinc,  or  lead. 

The  varieties  are  very  numerous,  and  diverse  in  appearance.  They  depend  mainly  on  the 
following  points  :  (1)  differences  in  crystallization;  (2)  in  structural  condition,  the. extremes 
being' perfect  crystals  and  earthy  massive  forms;  (3)  in  color,  diaphaneity,  odor  on  friction, 
due  to  impurities ;  (4)  in  modes  of  origin. 

1.  Crytttailized.  Crystals  and  crystallized  masses  afford  easily  cleavage  rhombohedrons ;  and 
when  transparent  they  are  called  Iceland  Spar,  and  also  Doubly-i  efracting  Spar  (Doppels- 
path,  Germ.). 

The  crystals  vary  in  proportions  from  broad  tabular  to  moderately  slender  aciculnr,  and 
take  a  great  diversity  of  forms.  But  the  extreme  kinds  so  pass  into  one  another  through  those 
that  are  intermediate  that  no  satisfactory  classification  is  possible.  Many  are  stout  or  short 
in  shape  because  normally  so.      But  other  forms  that  are  long  tapering  in  their  full  develop- 
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ment  occur  short  and  stout  because  abbreviated  by  an  abrupt  termination  in  a  broad  o,  or  an 
obtuse  rhombohedron  (as  -}  or  B),  or  a  low  scalenohedron  (as  £*),  or  a  combination  of  these 
forms ;  and  thus  the  crystals  having  essentially  the  same  combinations  of  planes  vary  greatly 
in  shape.     The  acute  soalenohedrons  like  f .  724,  are  called  dog-tooth  spar. 

Fontainebleau  limestone.  Crystals  of  the  form  in  f.  719c,  from  Fontainebleau  and  Nemours, 
France,  containing  a  large  amount  of  sand,  some  50  to  68  p.  o.  Similar  sandstone  crys- 
tals occur  at  Sievring,  near  Vienna,  and  elsewhere.  Pseudomorphous  soalenohedrons  of  sand- 
stone, after  calcite,  are  found  near  Heidelberg. 

Satin  Spar ;  fine  fibrous,  with  a  silky  lustre.  Resembles  fibrous  gypsum,  which  is  also 
called  satin  spar,  but  is  much  harder  and  effervesces  with  adds.  Argentine  {Schiefentpath), 
a  pearly  lamellar  calcite,  the  lamellae  more  or  less  undulating ;  color  white,  grayish,  yellowish, 
or  reddish.  Aphrite,  in  its  harder  and  more  sparry  variety  (Schanmspath)  is  a  foliated  white 
pearly  calcite,  near  argentine ;  in  its  softer  kinds  (Schaumerde,  Silvery  Chalk,  Eeume  de  Terr* 
H. )  it  approaches  chalk,  though  lighter,  pearly  in  lustre,  silvery- white  or  yellowish  in  color, 
soft  and  greasy  to  the  touch,  and  more  or  less  scaly  in  structure. 

2.  Massive  Varieties.  Granular  limestone  {Saccharoidal  limeston  e,  so  named  because  like  loaf- 
sugar  in  fracture).  The  texture  varies  from  quite  coarse  to  very  fine  granular,  and  the  latter 
passes  by  imperceptible  shades  into  compact  limestone.  The  colors  are  various,  as  white, 
yellow,  reddish,  green,  and  usually  they  are  clouded  and  give  a  handsome  effect  when  the 
material  is  polished.  When  such  limestones  are  fit  for  polishing,  Or  for  architectural  or  orna- 
mental use,  they  are  called  marbles.  Statuary  marble  is  pure  white,  fine  grained,  and  firm 
in  texture.  Hard  compact  limestone,  varies  from  nearly  pure  white,  through  grayish,  drab. 
buff,  yellowish,  and  reddish  shades,  to  bluish-gray,  dark  brownish-gray,  and  black,  and  is  some- 
times variously  veined.  The  colors  dull,  excepting  ochre-yellow  and  ochre-red  varieties. 
Many  kinds  make  beautiful  marble  when  polished. 

Sited-marble  includes  kinds  consisting  largely  of  fossil  sheila  Ruin-marble  is  a  kind  of  com- 
pact calcareous  marl,  showing,  when  polished,  pictures  of  fortifications,  temples,  etc.,  in  ruins, 
due  to  infiltration  of  oxide  of  iron.  Lithograp/iic  stone  is  a  very  even  grained  compact  lime- 
stone, usually  of  buff  or  drab  color ;  as  that  of  Solenhofen.  Breccia  marble  is  made  of  frag- 
ments of  limestone  cemented  together,  and  is  often  very  beautiful  when  the  fragments  are  of 
different  colore,  or  are  imbedded  in  a  base  that  contrasts  well  The  colors  are  very  various. 
Pudding  stone  marble  consists  of  pebbles  or  rounded  stones  cemented.  It  is  often  called, 
improperly,  breccia  marble. 

HydraxtUc  limestone  is  an  impure  limestone.  The  varieties  in  the  United  States  contain  20 
to  40  p.  o.  of  magnesia,  and  12  to  30  p.  o.  of  silica  and  alumina. 

Soft  compact  Umestone.  ClwXk  is  white,  grayish-white,  or  yellowish,  and  soft  enough  to 
leave  a  trace  on  a  board.  The  consolidation  into  a  rock  of  such  softness  may  be  owing  to  the 
fact  that  the  material  is  largely  the  hollow  shells  of  rhizopods.  Calcareous  marl  (Mergel- 
kalk,  Germ. )  is  a  soft  earthy  deposit,  often  hardly  at  all  consolidated,  with  or  without  dis- 
tinct fragments  of  shells  ;  it  generally  contains  much  clay,  and  graduates  into  a  calcareous 
clay. 

Concretionarg  massive.  Oolite  (Rogenstein,  Germ.)  is  a  granular  limestone,  but  its  grains 
are  minute  rounded  concretions,  looking  somewhat  like  the  roe  of  a  fish,  the  name  coming 
from  'oov,  egg.  It  occurs  among  all  the  geological  formations,  from  the  Lower  Silurian  to 
the  most  recent,  and  it  is  now  forming  about  the  coral  reefs  of  Florida.  Pisolite  (Erbsentein, 
Germ.)  consists  of  concretions  as  large  often  as  a  small  pea,  or  even  larger,  the  concretions 
having  usually  a  distinct  concentric  structure.  It  is  formed  in  large  masses  in  the  vicinity  of 
the  Hot  Springe  at  Carlsbad  in  Bohemia. 

DejtosUedfrom  calcareous  springs,  streams,  or  in  caverns,  etc.  (a)  Stalactites  are  the  calcareous 
cylinders  or  cones  that  hang  from  the  roofs  of  limestone  caverns,  and  which  are  formed  from 
the  waters  that  drip  through  the  roof ;  tfcese  waters  hold  some  calcium  bicarbonate  in  solu- 
tion, and  leave  calcium  carbonate  to  form  the  stalactite  when  evaporation  takes  place.  Sta- 
lactites vary  from  transparent  to  nearly  opaque ;  from  a  granular  crystalline  structure  to  a 
xadiating  fibrous ;  from  a  white  color  and  colorless  to  yellowish-gray  and  brown,  (b)  Stalag- 
mite is  the  same  material  covering  the  floors  of  caverns,  it  being  made  from  the  waters  that 
drop  from  the  roofs,  or  from  sources  over  the  bottom  or  sides ;  cones  of  it  sometimes  rise  from 
the  floor  to  meet  the  stalactites  above. 

(c)  Vale-sinter,  Travertine,  Gale  Tufa.  Travertine  (Confetto  di  TivoU)  is  of  essentially  the 
same  origin  with  stalagmite,  but  is  distinctively  a  deposit  from  springs  or  rivers,  especially 
where  in  large  deposits,  as  along  the  river  Anio,  at  Tivoli;  near  Rome,  where  the  deposit  is 
scores  of  feet  in  thickness.  It  has  a  very  cavernous  and  irregularly  banded  structure,  owing 
to  its  mode  of  formation. 

(d)  Agaric  mineral;  Rock-milk  {BergmUck,  MontmUch,  Germ.)  is  a  very  soft,  white  material, 
breaking  easily  in  the  fingers,  deposited  sometimes  in  caverns,  or  about  sources  holding  lime 
in  solution. 
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(e)  Rock-meal  (Bergmehl,  Germ.)  is  white  and  light,  like  cotton,  becoming  a  powder  on  the 
slightest  pressure.  It  is  an  efflorescence,  and  is  common  near  Paris,  especially  at  the  quarries 
of  Nanterre. 

Pyx.,  etc. — In  the  closed  tube  sometimes  decrepitates,  and,  if  containing  metallic  oxides, 
may  change  its  color.  B.B.  infusible,  but  becomes  caustic,  glows,  and  colors  the  flame  red  ; 
after  ignition  the  assay  reacts  alkaline ;  moistened  with  hydrochloric  acid  imparts  the  charac- 
teristic lime  color  to  the  flame.  In  borax  dissolves  with  effervescence,  and  if  saturated, 
yields  on  cooling  an  opaque,  milk-white,  crystalline  bead.  Varieties  containing  metallic 
oxides  color  the  borax  and  salt  of  phosphorus  beads  accordingly.  With  soda  on  platinum  foil 
fuses  to  a  clear  mass ;  on  charcoal  it  at  first  fuses,  but  later  the  soda  is  absorbed  by  the  coal, 
leaving  an  infusible  and  Btrongly  luminous  residue  of  lime.  In  the  solid  mass  effervesces 
when  moistened  with  hydrochloric  acid,  and  fragments  dissolve  with  brisk  effervescence  even 
in  cold  acid. 

Diff. — Distinguishing  characters:  perfect  rhombohedral  cleavage ;  softness,  can  be  scratched 
with  a  knife  ;  effervescence  in  cold  dilute  acid;  inf visibility.  Less  hard  and  of  lower  specific 
gravity  than  aragonite. 

Obs. — Andreasberg  in  the  Harz  is  one  of  the  best  European  localities  of  crystallized  calcite ; 
there  are  other  localities  in  the  Tyrol,  Styria,  Carinthia,  Hungary,  Saxony,  Hesse  Darmstadt 
(at  Auerbach),  Hesse  Gassel,  Norway,  France,  and  in  England  in  Derbyshire,  Cumberland, 
Cornwall ;    Scotland ;  in  Iceland. 

In  the  U.  States  prominent  localities  are :  in  N.  York,  in  St.  Lawrence  and  Jefferson  Cos. , 
especially  at  the  Bessie  lead  mine  ;  in  Antwerp ;  dog-tooth  spar,  in  Niagara  Co. ,  near  Lock- 
port  ;  near  Boone ville,  Oneida  Co. ;  at  Anthony's  Nose,  on  the  Hudson ;  at  Watertown, 
Agaric  mineral;  at  Schoharie,  fine  stalactites  in  many  caverns.  In  Conn.,  at  the  lead  mine, 
Middletown.  In  N.  Jersey,  at  Bergen.  In  Virginia,  at  the  celebrated  Wier's  cave,  stalactites 
of  great  beauty;  also  in  the  large  caves  of  Kentucky.  At  the  Lake  Superior  copper  mines, 
splendid  crystals  often  containing  scales  of  native  copper.  At  Warsaw,  Illinois  ;  at  Quincy. 
iff./  at  Hazle  Green,  Wis.    In  Nova  Scotia,  at  Partridge  L 


DOLOMITE. 

Rhombohedral.  R  A  R  =  106°  15',  O  A  R  =  136°  8*' ;  c  =  0-g 
R  A  R  varies  between  106°  10'  and  106°  20'.  Cleavage : 
R  perfect.  Faces  R  often  curved,  and  secondary 
planes  usually  with  horizontal  striae.  Twins :  similar 
to  f.  733.  Also  in  imitative  shapes ;  also  amorphous, 
granular,  coarse  or  fine,  and  grains  often  slightly 
coherent. 

II.=3-5-4.  G.=2-8-2-9,  true  dolomite.  Lustre  vit- 
reous, inclining  to  pearly  in  some  varieties.  Color  white,  reddish,  or  green- 
ish-white ;  also  rose-red,  green,  brown,  gray,  and  black.  Subtransparent  to 
translucent.     Brittle. 

Comp.,  Var. — (Ca,Mg)Co,,  the  ratio  of  Ca  :  Mg  in  normal  or  true  dolomite  is  1  :  1=  Cal- 
cium carbonate  54  35,  magnesium  oarbocate  45  '65*.  Some  kinds  included  under  the  name 
have  other  proportions  ;  but  this  may  arise  from  their  being  mixtures  of  dolomite  with  calcite 
or  inagnesite.     Iron,  manganese,  and  more  rarely  cobalt  or  zinc  are  sometimes  present. 

The  varieties  are  the  following : 

Crystallized.  Pearl  spar  includes  rhombohedral  crystallizations  with  curved  faces.  Colum- 
nar or  fibrous.  Granular  constitutes  many  of  the  kinds  of  white  statuary  marble,  and  white 
and  colored  architectural  marbles,  names  of  some  of  which  have  been  mentioned  under  calcite. 

Compact  massive,  like  ordinary  limestone.  Many  of  the  limestone  strata  of  the  globe  are 
here  included,  and  much  hydraulic  limestone,  noticed  under  calcite. 

Ferriferous  ;  Brown  spar,  in  part.  Contains  iron,  and  as  the  proportion  increases  it  gradu- 
ates into  ankerite  (q.  v.).  The  color  is  white  to  brown,  and  becomes  brownish  on  exposure 
through  oxidation  of  the  iron.  Manganiferous.  Colorless  to  flesh-red.  2?Ai2=106°  28  ; 
106°  16'.     Cobaltiferous.    Colored  reddish  ;  O.  =2-921,  Gibbs. 

The  varieties  based  on  variations  in  the  proportions  of  the  carbonates  are  the  following : 
(a)  Normal  dolomite,  ratio  of  Ca  to  Mg=l :  1,  (b)  ratio  1^  :  1=8  :  2 ;  ratio=2  :  1 ;  ratio  3  : 
1 ;  zatio=5  :  1 ;  ratio  1  :  8.    The  last  (/)  may  be  dolomitic  magnesite ;  and  the  others,  from 
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(ft),  dolomitio  calcite,  or  calcite + dolomite.  The  manner  in  which  dolomite  is  ofted  mixed 
with  calcite,  forming  its  veins  and  its  fossil  shells  (see  below),  shows  that  this  is  not  improb- 
able. 

Pyr.,  etc. — B.B.  acts  like  calcite,  but  does  not  give  a  clear  mass  when  fused  with  soda  an 
platinum  foiL  Fragments  thrown  into  cold  acid  are  very  slowly  acted  noon,  while  in  powdei 
in  warm  acid  tie  mineral  is  readily  dissolved  with  effervescence.  The  ferriferous  dolomites 
become  brown  on  exposure. 

Diff. — Resembles  calcite,  but  generally  to  be  distinguished  in  that  it  does  not  effervesce 
readily  in  the  mass  in  cold  acid. 

Obs. — Massive  dolomite  constitutes  extensive  strata,  called  limestone  strata,  in  various 
regions.  Crystalline  and  compact  varieties  are  often  associated  with  serpentine  and  other 
magnesian  rocks,  and  with  ordinary  limestones.  Some  of  the  prominent  localities  are  at  Salz- 
burg; the  Tyrol;  Schemnitz  in  Hungary;  Kapnik  in  Transylvania;  Freiberg  in  Saxony; 
the  lead  mines  at  Alston  in  Derbyshire,  etc. 

In  the  U.  States,  in  Vermont,  at  Roxbury.  In  B/iode  Idand,  at  Smithfield.  In  N.  Jrr*+g, 
at  Iloboken.  In  JV.  York,  at  Lockport,  Niagara  Falls,  and  Rochester  ;  also  at  Glenn's  Falls, 
in  Richmond  Co.,  and  at  the  Parish  ore  bed,  St.  Lawrence  Co.;  at  Brewster,  Putnam  Co. 

Named  after  Dolomieu,  who  announced  some  of  the  marked  characteristics  of  the  rock  in 
1791 — its  not  effervescing  with  acids,  while  burning  like  limestone,  and  its  solubility  after 
heating  in  acids. 


ANEBRITE. 

Rhombohedral.  RkR  =  106°  7',  Zepharovich.  Also  crystalline  mas- 
sive, coarse  or  fine  granular,  and  compact. 

H.= 3*5-4.  G.= 2-95-3- 1.  Lustre  vitreous  to  pearly.  Color  white,  gray, 
reddish.     Translucent  to  subtranslucent. 

Comp CaCOa + FeCO«  +a?(CaMgC 2Oe).    Here,  according  to  Boricky,  x  may  have  the  values 

h  1>  *)  f  i  h  2'  3*  4,  5,  10.  The  varieties  having  the  five  higher  values  of  x  he  calls  paran- 
kerite,  while  the  others  are  normal  ankerite.  If  a?=l,  the  formula  is  equivalent  to  2CaOOi— 
MgCOs+FeCOa,  and  requires:  Calcium  carbonate  50,  magnesium  carbonate  21,  iron  carbon- 
ate 29=100.     Manganese  is  also  sometimes  present. 

Pyr.,  etc. — B.B.  like  dolomite,  but  darkens  in  color,  and  on  charcoal  becomes  black  and 
magnetic ;  with  the  fluxes  reacts  for  iron  and  manganese.  Soluble  with  effervescence  in  the 
acids. 

Obs. — Occurs  with  siderite  at  the  Styrian  mines ;  in  Bohemia;  Biegen ;  Schneeberg ;  Nova 
Scotia,  etc. 


MAONBSITB. 

Ehombohedral.  BaR=  107°  29',  OaJS  =  136°  56' ;  e  =  0:8O95. 
Cleavage:  rhombohedral,  perfect.  Aliao  massive;  granular,  to  very  com- 
pact. 

II.=3-5-4-5.  G.=3-3-08,  cryst.;  2-8,  earthy;  3-3*2,  when  ferriferons. 
Lustre  vitreous ;  fibrous  varieties  sometimes  silky.  Color  white,  yellowish 
or  grayish-white,  brown.     Transparent — opaque.     Fracture  flat  conchoidal. 

Var. — Ferriferous,  Breunerite;  containing  several  p.  c.  of  iron  protoxide;  G.  =3-3*2; 
white,  yellowish,  brownish,  rarely  black  and  bituminous;  often  becoming  brown  on  exposure, 
and  hence  called  Brown  Spar. 

Oomp — Magnesium  carbonate,  MgCO»= Carbon  dioxide  52 '4,  magnesia  4?  "6=100;  but  iron 
often  replacing  some  magnesium. 

Pyr.,  etc— B.  B.  resembles  calcite  and  dolomite,  and  like  the  latter  is  but  slightly  acted 
upon  by  cold  acids ;  in  powder  is  readily  dissolved  with  effervescence  in  warm  hydrochloric 
acid. 

Obs. — Found  in  talcose  schist,  serpentine,  and  other  magnesian  rocks ;  as  veins  in  serpen- 
tine, or  mixed  with  it  bo  as  to  form  a  variety  of  verd-antique  marble  (magnetttic  ophiohte  of 
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Hunt) ;  also  in  Canada,  as  a  rock,  more  or  less  pare,  associated  with  steatite,  serpentine,  and 
dolomite. 

Occurs  at  Hrubschutz  in  Moravia ;  in  Styria,  and  in  the  Tyrol ;  at  Frankenstein  in  Silesia; 
Snarum,  Norway ;  Baudissero  and  Castellamoote  in  Piedmont.  In  America,  at  Bolton,  Mass.; 
at  Barehills,  near  Baltimore,  Md.  ;  in  Penn.,  at  West  Goshen,  Chester  Co.  ;  near  Texas,  Lan- 
caster Co. ;  California. 

Mesitite  and  Pistomesitb  come  under  the  general  formula  (Mg,Fe)CO> ;  with  the  former 
Mg  :  Fe=2  :  1 ;  with  the  latter=l  :  1. 

SIDERTTE.    Spathic  Iron.    Chalybite.  Eisenspath,  Germ. 

Rhombohedral.  JiAE=107o,  0 Mi  =  136°  37';  c  =  0-81715.  The 
faces  often  curved,  as  below.  Cleavage :  rhom- 
bohedral, perfect.  Twins  :  twinning-plane  —  £.  735 
Also  in  botryoidal  and  globular  forms,  sub- 
fibrous  within,  occasionally  silky  fibrous.  Often 
cleavable  massive,  with  cleavage  planes  undu- 
lating.    Coarse  or  fine  granular. 

H. = 3-5-4-5.  G. = 3-7-3-9.  Lustre  vitreous, 
more  or  less  pearly.  Streak  white.  Color  ash- 
gray,  yellowish-gray,  greenish-gray,  also  brown 
arid  brownish-red,  rarely  green  ;  and  sometimes 
white.  Translucent — subtranslucent.  Fracture 
uneven.     Brittle. 

Oomp.,  Var. — Iron  carbonate,  FeCO$= Carbon  dioxide  37*9,  iron  protoxide  62*1.  Bnt  part 
of  the  iron  usually  replaced  by  manganese,  and  often  by  magnesium  or  calcium.  Some 
varieties  contain  8-10  p.  c.  MnO. 

The  principal  varieties  are  the  foUowing : 

(1)  Ordinary,  {a)  Crystallized,  {b)  Co7wretionary—&pherosiderite;  in  globular  concretions, 
either  solid  or  concentric  scaly,  with  usually  a  fibrous  structure,  (c)  Granvlar  to  compact  mas- 
sive, (d)  Oolitic,  like  oolitic  limestone  in  structure,  (e)  Earthy,  or  stony,  impure  from 
mixture  with  clay  or  sand,  constituting  a  large  part  of  the  clay  iron-stone  of  the  coal  forma- 
tion and  other  stratified  deposits  ;  H.  =3  to  7,  the  last  from  tie  silica  present ;  G.  =3'0-3'8, 
or  mostly  3  15-3  65. 

Pyr.,etc. — In  the  closed  tube  decrepitates,  evolves  carbon  oxide  and  carbon  dioxide, 
blackens  and  becomes  magnetic.  B.B.  blackens  and  fuses  at  4*5.  With  the  fluxes  reacts  for 
iron,  and  with  soda  and  nitre  on  platinum  foil  generally  gives  a  manganese  reaction.  Only 
slowly  acted  upon  by  cold  acid,  but  dissolves  with  brisk  effervescence  in  hot  hydrochloric  acid. 

Diflf.— Specific  gravity  higher  than  that  of  calcite  and  dolomite.  B.B.  becomes  magnetic 
readily. 

Obs. — Siderite  occurs  in  many  of  the  rock  strata,  in  gneiss,  mica  slate,  clay  slate,  and  as 
clay  iron-stone  in  connection  with  the  Coal  formation  and  many  other  Btratified  deposits.  It 
is  often  associated  with  metallic  ores.  At  Freiberg  it  occurs  in  silver  mines.  In  CornwaU  it 
accompanies  tin.  It  is  also  found  .accompanying  copper  and  iron  pyrites,  galenite,  vitreous 
copper,  etc.  In  New  York,  according  to  Beck,  it  is  almost  always  associated  with  specular 
iron.  In  the  region  in  and  about  Styria  and  Carinthia  this  ore  forms  extensive  tracts  in  gneiss. 
At  Harzgerode  in  the  Harz,  it  occurs  in  fine  crystals;  also  in  CornwaU,  Alston- Moor,  and 
Devonshire ;  near  Glasgow ;  also  at  Mouillar,  Magescote,  etc.,  in  France,  etc. 

In  the  U.  States,  in  Vermont,  at  Plymouth.  In  Mass.,  at  Sterling.  In  Conn. ,  at  Roxbury. 
In  Jtf.  York,  at  the  Steriing  ore  bed  in  Antwerp,  Jefferson  Co. ;  at  the  Rossie  iron  mines,  St. 
Lawrence  Co.  In  N.  Carolina ,  at  Fentress  and  Harlem  mines.  The  argillaceous  carbonate, 
in  nodules  and  beds  (clay  iron-stone),  is  abundant  in  the  coal  regions  of  Penn. ,  Ohio,  and  many 
parts  of  the  country. 

RHODOOHROSITB.    Dialogite.    Manganspath,  Germ. 

Khombohedral.  li  A  £  =  106°  51',  O  A  R  =136°  31*';  c  =  0-8211. 
Cleavage :  i2,  perfect.  Also  globular  and  botryoidal,  having  a  columnar 
structure, sometimes  indistinct  Also  granular  massive;  occasionally  im- 
palpable; incrusting. 


Digitized  by 


Google 


382  DESCRIPTIVE  MINERALOGY. 

JEL=3,5-4'5.  G.=3'4-3'7.  Lustre  vitreous,  inclining  to  pearly.  Color 
shades  of  rose-red,  yellowish-gray,  fawn-colored,  dark  red,  brown.  Streak 
white.     Translucent — subtranslucent.     Fracture  uneven.     Brittle. 

Comp. — MnCO 3= Carbon  dioxide  38  3,  manganese  protoxide  61*7;  but  part  of  the  man- 
ganese usually  replaced  by  calcium,  and  often  also  by  magnesium  or  iron  ;  and  sometimes  by 
cobalt. 

Pyr.,  etc. — B.B.  changes  to  gray,  brown,  and  black,  and  decrepitates  strongly,  but  is  in- 
fusible. With  salt  of  phosphorus  and  borax  in  O.F.  gives  an  amethystine-colored  bead  in 
R.  F.  becomes  colorless.  With  soda  on  platinum  foil  a  bluish-green  manganate.  Dissolves 
with  effervescence  in  warm  hydrochloric  acid.  On  exposure  to  the  air  changes  to  brown,  and 
pome  bright  rose-red  varieties  become  paler. 

Obs. — Occurs  commonly  in  veins  along  with  ores  of  silver,  lead,  and  copper,  and  with  other 
ores  of  manganese.  Found  at  Schemnitz  and  Kapnik  in  Hungary  ;  Nagyag  in  Transylvania ; 
near  Elbingerode  in  the  Harz ;  at  Freiberg  in  Saxony. 

Occurs  in  New  Jersey,  at  Mine  Hill,  Franklin  Furnace.  Abundant  at  the  silver  mines  of 
Austin,  Nevada ;  at  Placentia  Bay,  Newfoundland. 

Named  r/iodochrosite  from  £68ovt  a  rose,  and  xf>«<m,  color  ;  and  dialogite,  from  fcoAoyJ},  doubt. 


SMTTHSONITB.    Calamine  pt     Galmei  pt     Zinkspath,  Germ. 

Rhorabohedral.  R  A  R  =  107°  40',  O  A  R  =  137°  3' ;  6  =  0-8062.  R 
generally  curved  and  rough.  Cleavage :  R  perfect.  Also  reniform,  botry- 
oidal,  or  stalactitic,  and  in  crystalline  incrustations;  also  granular,  and 
sometimes  impalpable,  occasionally  earthy  and  friable. 

H. =5.  G.= 4-4*45.  Lustre  vitreous,  inclining  to  pearly.  Streak  white. 
Color  white,  often  grayish,  greenish,  brownish-white,  sometimes  green 
and  brown.  Subtransparent — translucent.  Fracture  uueven — imperfectly 
conchoidal.     Brittle. 

Comp.,  Var. — ZnCO,= Carbon  dioxide  35*2,  zinc  oxide  64 '8=100;  but  part  of  the  zinc 
often  replaced  by  iron  or  manganese,  and  by  traces  of  calcium  and  magnesium  ;  sometimes 
by  cadmium. 

Varieties. — (1)  Ordinary,  (a)  Crystallized;  {b)  botryoidal  and  stalactitic,  common;  (e) 
granular  to  compact  massive;  (d)  earthy,  impure,  in  nodular  and  cavernous  masses,  varying 
from  grayish-white  to  dark  gray,  brown,  brownish-red,  brownish-black,  and  often  with  dtusy 
surfaces  in  the  cavities ;  ** dry-bone"  of  American  miners. 

Pyr.,  etc.— In  the  closed  tube  loses  carbon  dioxide,  and,  if  pure,  is  yellow  while  hot  and 
colorless  on  cooling.  B.B.  infusible ;  moistened  with  cobalt  solution  and  heated  in  O.F.  gives 
a  green  color  on  cooling.  With  soda  on  charcoal  gives  zinc  vapors,  and  coats  the  coal  yellow 
wbi'e  hot,  becoming  white  on  cooling;  this  coating,  moistened  with  cobalt  solution,  gives  a 
green  color  after  heating  in  O.  F.  Gadmiferous  varieties,  when  treated  with  soda,  give  at 
first  a  deep  yellow  or  brown  coating  before  the  zinc  coating  appears.  With  the  fluxes  some 
varieties  react  for  iron,  copper,  and  manganese.  Soluble  in  hydrochloric  acid  with  efferves- 
cence. 

Ditt. — Distinguished  from  calamine  by  its  effervescence  in  acids. 

Obs.— Smithsonite  is  found  both  in  veins  end  beds,  especially  in  company  with  galenite 
and  blende  ;  also  with  copper  and  iron  ores.  It  usually  occurs  in  calcareous  rocks,  and  is 
generally  associated  with  calamine,  and  sometimes  with  limonite.  It  is  often  produced  by 
tii"  action  of  zinc  sulphate  upon  calcium  or  magnesium  carbonate. 

Found  at  Xertschinsk  in  Siberia  ;  at  Dognatzka  in  Hungary ;  Bleiberg  and  Raibel  in  Carin- 
thia;  Moresnet  in  Belgium.  In  England,  at  Bough  ten  Gill,  Alston  Moor,  near  Matlock,  in 
the  Mendip  Hills,  and  elsewhere ;  in  Scotland,  at  Leadhills;  in  Ireland,  at  Donegal. 

In  the  U.  States,  in  jV.  Jersey,  at  Mine  Hill,  near  the  Franklin  Furnace.  In  Pcnn.%  at 
Lancaster  abundant ;  at  the  Perkiomen  lead  mine  •  at  the  Ueberroth  mine,  near  Bethlehem. 
In  WifiCfjnsin,  at  Mineral  Point,  Shullsburg,  etc.  In  Minnesota,  at  Ewing's  diggings,  N.  W. 
of  Dubuque,  etc.  In  Missouri  and  Arkansas,  along  with  the  lead  ores  in  Lower  Silurian 
limestone. 
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Aragonite   Group. 

ARAaONITH. 

Orthorhombic.  / A 1  =  116°  10',  0  A 14  =  130°  50' ;  i  :  I :  &  =  1-1571 
:  1-6055  : 1.  (9  A  1  =  126°  15',  O  A 1-2  =  137°  15',  1-*  A 14,  top,  =  108° 
26'.  Cr}'8tals  usually  having  O  striated  parallel  to  the  shorter  diagonal ; 
often  tapering  from  the  presence  of  acute  domes  and  pyramids,  which  have 
nmisnal  indices.  Cleavage:  /  imperfect;  i-l  distinct;  14  imperfect. 
V  Twins:  twinning-plane  7,  producing  often  hexagonal  forms,  f.  738,  compare 
figures  on  pp.  96,  97.  Twinning  often  many  times  repeated  in  the  same 
crystal,  producing  successive  reversed  layers,  the  alternate  of  which  may  he 
exceedingly  thin ;  often  so  delicate  as  to  produce  by  the  succession  a  line 
striation  of  the  faces  of  a  prism  or  of  a  cleavage  plane.  Also  globular, 
reniform,  and  coralloidal  shapes;  sometimes  columnar,  composed  of 
straight  and  divergent  fibres ;  also  stalactitic ;  incrusting. 


737 


788 
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II.=3'5-4.  G.=2-931,  Haidinger.  Lustre  vitreous,  sometimes  inclin- 
ing to  resinous  on  surfaces  of  fracture.  Color  white ;  also  gray,  yellow, 
green,  and  violet ;  streak  uncolored.  Transparent — translucent.  Fracture 
subconchoidal.     Brittle. 


Var. — 1.  Ordinary-  (a)  Crystallized  in  simple  or  compound  crystals,  the  latter  much  the 
most  common ;  often  in  radiating  groups  of  acicular  crystals,  (b)  Columnar ;  a  fine  fibrous 
variety  with  silky  lustre  is  called  Satin  spar,  (c)  Massive.  Stalactitic  or  stalagmitic  (either 
compact  or  fibrous  in  structure),  as  with  calcite ;  Sprudebtein  is  stalactitic  from  Carlsbad. 
Coralloidal;  in  groupings  of  delicate  interlacing  and  coalescing  stems,  of  a  snow-white  color, 
and  looking  a  little  like  coral. 

Oomp.— CaCOs,  like  calcite,  =Carbon  dioxide  44,  lime  56=100. 

Pyr.,  etc. — B.B.  whitens  and  falls  to  pieces,  and  sometimes,  when  containing  strontia,  im- 
parts a  more  intensely  red  color  to  the  flame  than  lime ;  otherwise  reacts  like  calcite. 

Diff.— See  calcite,  p.  879. 

Obs. — The  most  common  repositories  of  aragonite  are  beds  of  gypsum,  beds  of  iron  ore 
(where  it  occurs  in  coralloidal  forms,  and  is  denominated  flos-ferri,  "flower  of  iron,"  Eisen- 
blQthe,  Qerrn.),  basalt,  and  trap  rook;  occasionally  it  occurs  in  lavas.  It  is  often  associated 
with  copper  and  pyrite,  galenite,  and  malachite. 

First  discovered  in  Aragon,  Spain  (whence  its  name),  at  Molina  and  Valencia.  Since 
found  at  Bilin  in  Bohemia ;  at  Herrengrund  in  Hungary,  f .  738 ;  at  Baumgarten  in  Silesia ; 
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at  Leogang  in  Salzburg ;  in  Waltsch,  Bohemia,  and  many  other  places.  The  flo*ferri  variety 
is  found  in  great  perfection  in  the  Stvrian  mines.  In  Buckinghamshire,  Devonshire,  in 
caverns ;  at  Leadhills  in  Lanarkshire. 

Occurs  in  serpentine  at  Hoboken,  N.  J.;  at  Edenville,  N.  Y.;  at  the  Parish  ore  bed,  Rome, 
N.  Y.;  at  Haddam,  Conn.;  at  New  Garden,  in  Chester  Co.,  Penn.;  at  Wood's  Mine,  Lancas- 
ter Co.,  Penn.;  at  Warsaw,  111.,  lining  geodes. 

Manganocalcite.— Composition  2MnC03+(Ca,Mg)C09,  with  a  little  iron  replacing  part 
of  the  manganese.     6.  =8*087.    Color  flesh-red  to  reddish-white.     Schemnitz,  Hungary. 


WlTHUtUTB. 

Orthorhombic.  I A  /=  118°  30',  0  A  1-i  =  128°  45' ;  c  :  I :  a  =  1-246  : 
1*6808  :  1.  Twins :  all  the  annexed  figures,  com- 
position parallel  to  /;  reentering  angles  some- 
times observed.  Cleavage :  /  distinct ;  also  in 
globular,  tuberose,  and  botryoidal  forms ;  struc- 
ture either  columnar  or  granular ;  also  amor- 
phous. 

II.=8-8-75.  G.=4'29-4-35.  Lustre  vitreous, 
inclining  to  resinous,  on  surfaces  of  fracture. 
Color  white,  often  yellowish,  or  grayish.  Streak 
white.  Subtransparent — translucent.  Fracture 
uneven.     Brittle. 

Oomp.— BaOOa= Carbon  dioxide  223,  baryta  77*7-100. 
Pyr.,  etc. — B.B.  fuses  at  2  to  a  bead,  coloring  the  tlame  yel- 
lowish-green; after  fusion  reacts  alkaline.  B.B.  on  charcoal 
with  soda  fuses  easily,  and  is  absorbed  by  the  coal.  Soluble 
in  dilute  hydrochloric  acid;  this  solution,  even  when  very  much  diluted,  gives  with  sulphuric 
acid  a  white  precipitate  which  is  insoluble  in  acids. 

Diff. — Distinguishing  characters:  high  specific  gravity;  effervescence  with  acids;  yrter. 
coloration  of  the  flame  B.B. 

Obs. — Occurs  at  Alston-Moor  in  Cumberland ;  at  Fallowfield,  near  Hexham  in  Northumber- 
land ;  Tarnowitz  in  Silesia  ;  Leogang  in  Salzburg  ;  Peggau  in  Styria ;  some  places  in  Sicily  ; 
the  mine  of  Arqueros,  near  Coquimbo,  Chili ;  near  Lexington,  Ky. ,  with  barite. 

Witherite  is  extensively  mined  at  Fallowfield,  and  is  used  in  chemical  worjcs  in  the  manu- 
facture of  plate-glass,  and  in  France  in  making  beet- sugar. 
Bbomlite. — Formula  as  for  barytooaloite,  but  orthorhombio  in  form. 


STRONTIANITB. 

Orthorhombic.     I A 1=  117°  19',  OaU  =  130°  5' ;  i  :  b  :  &  =  1-1883 : 

1-6421  :  1.  O  A 1  =  125°  43',  O  A 1-*  =  144°  6\ 
1  A  1,  mac.,  =  130°  1',  1 A  1,  brach.,  =  92°  11'. 
Cleavage :  1  nearly  perfect,  i4  in  traces.  Crys- 
tals often  acicular  and  in  divergent  groups 
Twins :  like  those  of  aragonite.  O  usually  stri- 
ated parallel  to  the  shorter  diagonal.  Also  in 
columnar  globular  forms ;  fibrous  and  granular. 
H. =3-5-4.  G.=3-605-3-713.  Lustre  vitre- 
ous ;  inclining  to  resinous  on  uneven  faces  of 
fracture.  Color  pale  asparagus-green,  apple-green  ;  also  white,  gray,  yel- 
low, and  yellowish-brown.  Streak  white.  Transparent — translucent 
Fracture  uneven.    Brittle. 


Digitized  by 


Google 


OXYGEN  COMPOUNDS.— CAEBONATE8. 


385 


Comp.— SrCO>= Carbon  dioxide  29  7,  strontia  70'3;  but  a  small  part  of  the  strontium 
often  replaced  by  calcium. 

Pyr.,  eto. — B.B.  swells  up,  throws  out  minute  sprouts,  fuses  only  on  the  thin  edges,  and 
colors  the  flame  strontia-red ;  the  assay  reacts  alkaline  after  ignition.  Moistened  with  hydro- 
chloric acid  and  treated  either  B.B.  or  in  the  naked  lamp  gives  an  intense  red  color.  With 
soda  on  charcoal  the  pure  mineral  fuses  to  a  clear  glass,  and  is  entirely  absorbed  by  the  coal ; 
if  lime  or  iron  be  present  they  are  separated  and  remain  on  the  surface  of  the  coal.  Soluble 
in  hydrochloric  acid ;  the  dilute  solution  when  treated  with  sulphuric  acid  gives  a  white  pre- 
cipitate. 

DifE — Differs  from  related  minerals,  not  carbonates,  in  effervescing  with  acids ;  lower 
specific  gravity  than  witherite,  and  colors  the  flame  red. 

Obs. — Occurs  at  Strontian  in  Argyleshire ;  in  Yorkshire,  England ;  Giant's  Causeway,  Ire- 
land ;  Clauxthal  in  the  Harz ;  Braunsdorf ,  Saxony  ;  Leogang  in  Salzburg.  In  the  U.  States 
it  occurs  at  Schoharie,  N.  Y.,  in  granular  and  columnar  masses,  and  also  in  crystals.  At 
Muscalonge  Lake;  atChaumont  Bay  and  Theresa,  in  Jefferson  Co.,  N.  Y.  ;  Mifflin  Co.,  Penn, 


OXSRUSSITB.    Weissbleierz,  Bleispath,  G&rm. 


Orthorhombic.  I A 1=  117°  13',  O  A  1-i  =  130°  9£' ;  c  :  I :  a  =  1-1852 
:  1-6388  :  1.  O  A  1  =  125° 
46',  O  A  1-*  =144°  8',  lAl, 
mac,  =  130°,  1  A  1,  brach.,  = 
92°  19'.  Cleavage:  /often 
imperfect ;  2-1  hardly  less  so. 
Crystals  usually  thin,  broad, 
and  brittle ;  sometimes  stout. 
Twins  :  very  common  ;  twin- 
iiing-plane  7,  producing  usu- 
ally cruciform  or  stellate 
forms;  also  less  commonly, 
twinning-plaue  i-&.  Rarely 
fib i-ons,  often  granular  mas- 
sive and  compact.     Sometimes  stalactitic. 

H.= 3-3-5.  G. = 6*465-6-480 ;  some  earthy  varieties  as  low  as  5*4. 
Lustre  adamantine,  inclining  to  vitreous  or  resinous;  sometimes  pearly; 
sometimes  submetallic,  if  the  colors  are  dark,  or  from  a  superficial  change. 
Color  white,  gray,  grayish-black,  sometimes  tinged  blue  or  green  by  some 
of  the  salts  of  copper;  streak  un colored.  Transparent — subtranslucent. 
Fracture  conchoidal.     Very  brittle. 

Camp.— PbCO,=Carbon  dioxide  165,  lead  oxide  83  "5  .-100. 

Pyr.,  etc.—  In  the  closed  tube  decrepitates,  loses  carbon  dioxide,  turns  first  yellow,  and  at 
a  higher  temperature  dark  red,  but  becomes  yellow  again  on  cooling.  B.B.  on  charcoal  fuses 
very  easily,  and  in  E.F.  yields  metaUic  lead.     Soluble  in  dilute  nitric  acid  with  effervescence. 

Diflf. — Unlike  anglesite,  it  effervesces  with  nitric  acid.  Characterized  by  high  specific 
gravity,  and  yielding  lead  B.B. 

Oba. — Occurs  in  connection  with  other  lead  minerals,  and  is  formed  from  galenite,  which, 
as  it  passes  to  a  sulphate,  may  be  changed  to  carbonate  by  means  of  solutions  of  calcium 
bicarbonate.  It  is  found  at  Johanngeorgenstadt ;  at  Nertschinsk  and  Beresof  in  Siberia ;  at 
Clausthal  in  the  Harz  ;  at  Bleiberg  in  Carinthia ;  at  Mies  and  Przibram  in  Bohemia  ;  at  Retz- 
hanya,  Hungary;  in  England,  in  Cornwall;  near  Matlock  and  Wirksworth,  Derbyshire;  at 
Leadhills,  Scotland ;  in  Wicklow,  Ireland. 

Found  in  Penn. ,  at  Phenixville  ;  at  Perkiomen.  In  JSf.  York,  at  the  Rossie  lead  mine.  In 
Virginia^  at  Austin's  mines,  Wythe  Co.  In  N.  Carolina,  at  King's  mine,  Davidson  Co. ,  good. 
In  Wisconsin  and  other  lead  mines  of  the  northwestern  States,  rarely  in  crystals ;  near  the 
Blue  Mounds,  Wise.,  in  stalactites. 
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BARYTOOAItOITB. 


Monoclinic.  C=  73°  52',  /A  /=  106°  54',  O  A  1-i  =  149° ;  c  :  I :  a  = 
0-81035  :  1*29583  : 1.     Cleavage:  /,  perfect;  09  less  perfect ;  also  massive. 

II. =4.  G.  =3-6363-3-66.  Lustre  vitreous,  inclining  to  resinous.  Color 
white,  grayish,  greenish,  or  yellowish.  Streak  white.  Transparent — 
translucent.     Fracture  uneven. 

Oomp. — (Ba,Ca)CO»,  where  Ba  :  Ca=l  :  1=  Barium  carbonate  66*3,  calcium  carbonate 
33-7=100. 

Pyr.,  etc. — B.B.  colors  the  flame  yellowish -green,  and  at  a  higher  temperature  fuses  on 
the  thin  edges  and  assumes  a  pale  green  color ;  the  assay  reacts  alkaline  after  ignition.  With 
the  fluxes  reacts  for  manganese.  With  soda  on  charcoal  the  lime  is  separated  as  an  infusible 
mass,  while  the  remainder  is  absorbed  by  the  coal.     Soluble  in  dilute  hydrochloric  acid. 

Obs. — Occurs  at  Alston-Moor  in  Cumberland,  in  the  Subcarboniferous  or  mountain  lime- 
stone. 

Pahisite. — A  carbonate  containing  cerium  (also  La,Di),  and  calcium  with  6  p.  c.  fluorine. 
Exact  composition  uncertain.  In  hexagonal  crystals.  Color  brownish-yellow.  Muso  valley, 
New  Granada.  Kischtimitk,  from  the  gold  washing  of  the  Barsovska  river,  Urals,  is  iimil»r 
in  composition,  bat  contains  no  calcium. 

Bastnasitb  (Hamartite).— Composition  2RCO»+RFa,  with  R=Ce  :  La =2  :  8.  Analysis. 
Nordenskiold,  CO,  1950,  LaO  4577,  CeO  28*49,  HaO  1  01,  F,0,  (5'23)=100.  Found  in  small 
masses  imbedded  between  allanite  crystals.     Riddarhyttan,  Sweden. 

PHOSGENITS.    Bleihornerz,  Germ, 

Tetragonal.  OAl-i  =  132°  37';  c=  1-0871.  Cleavage:  /  and  *-# 
bright ;  also  basal. 

H.=2,75-3.  0r.=6-6#31.  Lustre  adamantine.  Color  white,  gray,  and 
yellow.     Streak  white.     Transparent — translucent.     Rather  sectile. 

Oomp. — PbC03+PbCla=Lead  carbonate  49,  lead  chloride  51  =100,  or  lead  oxide  81*9,  car- 
bon dioxide  8-1,  chlorine  13 '0=102 '9. 

Pyr.,  etc.— B.B.  melts  readily  to  a  yellow  globule,  which  on  cooling  becomes  white  and 
crystalline.  On  charcoal  in  R.F.  gives  metallic  lead,  with  a  white  coating  of  lead  chloride. 
With  a  salt  of  phosphorus  bead  previously  saturated  with  copper  oxide  gives  the  chlorine 
reaction.     Dissolves  with  effervescence  in  nitric  acid. 

Obs. — At  Crawford  near  Matlock  in  Derbyshire  ;  very  rare  in  Cornwall ;  in  large  crystals 
at  Gibbas  and  Monteponi  in  Sardinia ;  near  Bobrek  in  Upper  Silesia. 


Hydrous  Carbonates. 

TRONA. 

Monoclinic.  O  A  i-i  =  103°  15'.  Cleavage :  i-i  perfect  Often  fibrous 
or  columnar  massive. 

II. =2-5-3.  G.=2-ll.  Lustre  vitreous,  glistening.  Color  gray  or  yel- 
lowish-white. Translucent.  Taste  alkaline.  Not  altered  by  exposure  to 
a  dry  atmosphere. 

Oomp Na4C3OeH-3aq=Carbon  dioxide  40-2,  soda  87*8,  water  220. 

Pyr.,  etc. — In  the  closed  tube  yields  water  and  carbon  dioxide.  B.B.  imparts  an  intensely 
yellow  color  to  the  flame.  Soluble  in  water,  and  effervesces  with  acids.  Reacts  alkaline 
with  moistened  test  paper. 

Obs. — The  specimen  analysed  by  Klaproth  came  from  the  province  of  Suckenna,  two  days' 
journey  from  Fezzen,  Africa.     To  this  species  belongs  the  nrao  found  at  the  bottom  of  a  lake 
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in  Maracaibo,  S.  A. ,  a  day's  journey  from  Merida.     Efflorescences  of  trona  oooor  near  the 
Sweetwater  river,  Rocky  Mountains,  mixed  with  sodium  sulphate  and  common  salt. 

Natron  or  Soda  (sodium  carbonate,  Na3COs+10aq).  Thermonatrite,  Na^COt+aq. 
Teschbhachebitb,  Ammonium  carbonate. 

OAY-LUSSTTE. 

Monoclinic.  C  =  78°  27',  I A 1=  68°  50'  and  111°  10',  O  A 14  =  125° 
15' ;  c  :  b  :  d  =  096945  :  0-67137  :  1. 
14  A 14,  adj.,  =  109°  30',  £  A  i  =  110° 
30'.  Crystals  often  lengthened,  and 
prismatic  in  the  direction  of  14 ;  also  in 
that  of  $ ;  also  (f  r.  Nevada)  not  elongate, 
but  thin  in  the  direction  or  the  orthodia- 
gonal,  O  being  very  narrow  or  wanting ; 
surfaces  usually  uneven,  being  formed 
of  minute  subordinate  planes.  Cleav- 
age :  /  perfect ;  O  less  so,  but  giving  a 
reflected  image  in  a  strong  light. 

H.=2-3.  (x.=l -92-1-99.  Lustre  vitreous.  Color  white,  yellowish- 
white.  Streak  nncolored  to  grayish.  Translucent  Fracture  conchoidal. 
Extremely  brittle.    Not  phosphorescent  by  friction  or  heat. 

Oomp. — NaaCO,  +  OaOOt  4-  5aq= Sodium  carbonate  85  9,  calcium  carbonate  33*8,  water 
30-3=100. 

Pyr.,  etc. — Heated  in  a  matrass  the  crystals  decrepitate  and  become  opaque.  B.B.  fuses 
easily  to  a  white  enamel,  and  colors  the  name  intensely  yellow.  With  the  fluxes  it  behaves 
like  calcium  carbonate.  Dissolves  in  acids  with  a  brisk  effervescence ;  partly  soluble  in  water, 
and  reddens  turmeric 

Obs. — Abundant  at  LaguniUa,  near  Merida,  in  Maracaibo,  where  its  crystals  are  dissemi- 
nated at  the  bottom  of  a  small  lake,  in  a  bed  of  clay,  covering  urao  ;  the  natives  call  it  daws 
or  nails,  in  allusion  to  its  crystalline  form.  Also  on  a  small  island  in  Little  Salt  Lake,  near 
Ragtown,  Nevada,  about  1J  in.  S.  of  the  main  emigrant  road  to  Humboldt.  The  lake  is  in  a 
crater-shaped  basin,  and  its  waters  are  dense  and  strongly  saline. 

The  distorted  crystals  from  Sangerhausen  have  been  long  considered  pseudomorphs  after 
gay-lussite,  though  DesCloizeaux  regards  them  as  pseudomorphs  after  celestite.  It  is  cer- 
tain, however,  as  found  by  the  author,  that  pseudomorphs  of  calcium  carbonate  after  gay- 
lnssite  do  occur  on  a  largo  scale  in  Nevada. 


Maracaibo. 


Nevada. 


HYDROMAONESITE. 


7A/=87°  52'-88°,  0A2- 
Crystals  small,  usually 
Also   amorphous ;   as 


Monoclinic.      <7=82°-83 
:  d  =  (nearly)  0455  :  1-0973  :  1. 
acicular  or  bladed,  and  tufted, 
chalky  or  mealy  crusts. 

H.  of  crystals  3-5.  G. =2-1 45-2-18,  Smith  &  Brush. 
Lustre  vitreous  to  silky  or  subpearly ;  also  earthy.  Color 
and  streak  white.     Brittle. 

Oomp.— 3MgCOi+HaMgOa+3aq= Carbon  dioxide  36  3,  magnesia 
43-9,  water  19-8=100. 

Pyr.,  etc. — In  the  closed  tube  gives  off  water  and  carbon  dioxide. 
B.B.  infusible,  but  whitens,  and  the  assay  reacts  alkaline  to  turmeric 
paper.  Soluble  in  acids ;  the  crystalline  compact  varieties  are  but 
slowly  acted  upon  by  cold  acid,  but  dissolves  with  effervescence  in  hot 
acid. 
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Obs. — Occurs  at  Hrubsohitz,  in  Moravia,  in  serpentine ;  in  Negroponte,  near  Kami ;  at 
Kaiserstuhl,  in  Baden,  impure.  In  the  U.  States,  near  Texas,  Lancaster  Co.,  Peiin.  ;  at 
Hoboken,  N.  J. 

Hydrodolomitb. — Composition  8(Ca,Mg)C08-l-aq.  From  Mt  Somma.  Peanitb  from 
Texas,  Pa. ,  is  similar. 

Predazzite  and  Pencatite  are  mixtures  of  oalcite  and  brucite.     Trrol. 

Dawsonite. — In  thin-bladed,  white,  transparent  crystals  on  trachyte.  H.  =3.  G.  =2-40. 
Analysis,  Harrington,  A103  32  84,  MgO  tr.,  CaO  5*»5,  Na.0  2020,  K,0  088,  H,0  11-91.  CO, 
29*88,  SiOa  0*40=101*56.  Regarded  as  "  a  hydrous  carbonate  of  aluminum,  calcium,  and 
sodium ;  or  perhaps  as  a  hydrate  of  aluminum  with  carbonates  of  calcium  and  sodium/' 
Montreal,  Canada. 

Hoyite. — Supposed  to  be  a  hydrous  carbonate  of  aluminum  and  calcium.  Soft,  white, 
and  friable;  earthy  in  fracture.     From  Hove,  near  Brighton,  with  collyrite. 


LANTHANITB. 

Orthorhombic.  I A 1=  93°  30'-94°,  Blake,  92°  46',  v.  Lang:  I A  1  =_ 
142°  36';  6  : 1 :  &  =  0-99898  : 1-0496  :  1,  v.  Lang.  In  thin  four-sided 
plates  or  minute  tables,  with  bevelled  edges.  Cleavage  micaceous.  Also 
fine  granular  or  earthy. 

H.=2-5-3.  G.= 2-666.  Lustre  pearly  or  dull.  Color  grayish-white, 
delicate  pink,  or  yellowish. 

Oomp.— LaCOs+3aq=Lanthana  52*6,  carbon  dioxide  21*3,  water  26*1=100.  There  is 
some  oxide  of  didymium  with  the  lanthana,  according  to  Smith. 

Pyr.,  etc. — In  the  closed  tube  yields  water.  B.B.  infusible ;  but  whitens  and  becomes 
opaque,  silvery,  and  brownish  ;  with  borax,  a  glass,  slightly  bluish,  reddish,  or  amethystine, 
on  cooling ;  with  salt  of  phosphorus  a  glass,  bluish  amethystine  while  hot,  red  cold,  the 
bead  becoming  opaque  when  but  slightly  heated,  and  retaining  a  pink  color.  Effervesces  in 
the  acids. 

Obs. — Found  coating  cerite  at  Bastnas,  Sweden ;  also  with  the  zinc  ores  of  the  Sanoon 
valley,  Lehigh  Co.,  Pa. ;  at  the  Sandford  iron- ore  bed,  Moriah,  Essex  Co..  N.  Y. 

Tengerite. — Yttrium  carbonate.    As  a  coating  on  gadolinite  from  Ytterby. 

Zaratite.  Emerald  Nickel,  SiUiman.  Nickelsmaragd,  Germ. — Composition  Ni»CO»+ 
6*aq,  or  NiCOa  +  2HsNiO*+4aq.  This  requires:  Carbon  dioxide  118,  nickel  oxide  59  3, 
water  28 '9 =100.  Usually  as  an  emerald-green  coating;  thus  on  chromite  at  Texas,  Penn., 
where  it  was  first  noticed ;  Swinaness,  Shetland ;  Cape  Hortegal,  Spain. 

Remingtonite.— A  hydrous  cobalt  carbonate.     Finksburg,  Md. 


HTOROZINCITE.    Zinkbluthe,  Germ. 

Massive,  earthy  or  compact.  As  incrustations,  the  crusts  sometimes  con- 
centric and  agate-like.     At  times  reniform,  pisolitic,  stalactitic. 

n.=2-2-5.  Gr.=3-58-3*8.  Lustre  dull.  Color  pure  white,  grayish  or 
yellowish.     Streak  shining.     Usually  earthy  or  chalk-like. 

Oomp.— -In  part  ZnCO»  +  2HaZnOa= Carbon  dioxide  13*6,  zinc  oxide  75*3,  water  11  '1=100, 

Pyr.,  etc. — In  the  closed  tube  yields  water ;  in  other  respects  resembles  smithsonite. 

Obs. — Occurs  at  most  mines  of  zinc,  and  is  a  result  of  the  alteration  of  the  other  ores  of 
this  metal.  Found  in  great  quantities  at  the  Dolores  mine.  Udias  valley,  province  of  Santan- 
der,  in  Spain  ;  at  Bleiberg  and  Baibel  in  Carinthia ;  near  Reimsbeck,  in  Westphalia. 

In  the  IT.  States,  at  Friedensville,  Pa.;  at  Linden,  in  Wisconsin;  in  Marion  Co.,  Arkansas 
(tnarionite). 

Aurichalcitb. — A  cupreous  hydrozincite.  Usually  in  drusy  incrustations.  Altai; 
Matlock,  Derbyshire;  Spain;  Lancaster,  Pa. 


Digitized  by 


Google 


OXYGEN  COMPOUNDS. — CARBONATES. 


389 


MALACHITE. 

Monoclinic.  67=  88°  32',  I A 1=  104°  28',  U  A  -1-i  =  118°  15',  Zepharo 
vich;  6  :  b  :  d  =  051155  :  1-2903  :  1.  Common  form 
f.  751;  also  same  with  other  terminal  planes;  also  with  750 
%4  wanting ;  also  with  i-%  i-l  very  large,  making  a  rect- 
angular prism ;  also  with  the  vertical  prism  very  short, 
as  in  f.  321.  Crystals  rarely  simple.  Iwins  :  twinning- 
plane  i-i,  f .  750 ;  often  penetration  twins,  as  in  f .  321, 
322,  p.  99.  Cleavage  :  basal,  highly  perfect ;  clino- 
diagonal  less  distinct.  Usually  massive  or  incrnsting, 
with  surface  tuberose,  botryoidal,  or  stalactitic,  and  struc- 
ture divergent ;  often   delicately  compact  fibrous,  and  . u 

banded  in  color  ;  frequently  granular  or  earthy.  \/^   o 

Jl. =3*5-4.    G.=3#7-401.    Lustre  of  crystals  adaman- 
tine, inclining  to  vitreous ;  of  fibrous  varieties  more  or 
less  silky ;  often  dull  and  earthy.    Color  bright  green.    Streak  paler  green 
Translucent — subtransluceut — opaque.     Fracture  subconchoidal,  uneven. 


Comp. — Cu9C04+H»0=CuC03+HfCiiOa=Carbon  dioxide  19*9,  copper  oxide  71*9,  water 
82=100. 

PyrM  etc. — In  the  closed  tube  blackens  and  yields  water.  B.B.  fuses  at  2,  coloring  the 
flame  emerald-green ;  on  charcoal  is  reduced  to  metallic  copper  ;  with  the  fluxes  reacts  like 
tenorite.     Soluble  in  acids  with  effervescence. 

Diff. — Differs  from  other  copper  ores  of  a  green  color  in  its  effervescence  with  adds. 

Obs. — Green  malachite  accompanies  other  ores  of  copper.  Perfect  crystals  are  quite  rare. 
Occurs  abundantly  in  the  Urals ;  at  Ghessy  in  France ;  at  Schwatz  in  the  Tyrol ;  in  Cornwall 
and  in  Cumberland,  England ;  Sandlodge  copper  mine,  Scotland  ;  Limerick,  Waterford,  and 
elsewhere,  Ireland ;  at  Grimberg,  near  Siegen  in  Germany.  At  the  copper  mines  of  Nischne- 
Tagilsk,  belonging  to  M.  Demidoff,  a  bed  of  malachite  was  opened  which  yielded  many  tons 
of  malachite.  Also  in  handsome  masses  at  Bembe,  on  the  west  coast  of  Africa ;  with  the 
copper  ores  of  Cuba ;  Chili ;  Australia. 

In  N.  Jersey,  at  New  Brunswick.  In  Pennsylvania,  near  Morgantown,  Berks  County  ;  at 
Cornwall,  Lebanon  Co. ;  at  the  Perkiomen  and  Phenixviile  lead  mines.  In  Wisconsin,  at  the 
copper  mines  of  Mineral  Point,  and  elswhere.  In  California,  at  Hughes's  mine  in  Calaveras 
Co. 

Green  malachite  admits  of  a  high  polish,  and  when  in  large  masses  is  cut  into  tables,  snuff- 
boxes, vases,  etc.     Named  from  fidhaxh,  mallows,  in  allusion  to  the  green  color. 

Cupbocalcitb. — Massive.  H.=3.  G.=3'90.  Color  vermilion-red.  Analysis,  Raymondi, 
Cu,0  5045,  CaO  2016,  CO,  24-00,  HaO  320,  #e03  0'60,  AlO,  020,  MgO  0-97,  SiO„  030= 
99  86.    Occurs  with  a  ferruginous  calcite  at  the  copper  mines  of  Canza  in  Peru. 


AZURITE.    Knpferlasur,  Germ. 

Monoclinic.  C  =  87°  39' ;  I A 1=  99°  32',  O  A 14  =  138°  U';i:b:d 
=  1-039  :  1-181  :  1.  0  usually  striated  parallel  with  the  clinodiagonal. 
Cleavage :  24  rather  perfect ;  i-i  less  distinct;  /in  traces.  Also  massive, 
and  presenting  imitative  shapes,  having  a  columnar  composition ;  also  dull 
and  earthy. 

11. =3-5-4-25.  G.=3-5-3*831.  Lustre  vitreous,  almost  adamantine. 
Color  various  shades  of  azure-blue,  passing  into  Berlin-blue.  Streak  blue, 
lighter  than  the  color.  Transparent — subtranslucent.  Fracture  conchoidal. 
Brittle. 
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Oomp^-Cu,CufOi+HaO=aCnCO,+HfCuO,=Oarbon  dioxide  35*6,  oopper  oxide  W2, 
water  5  2=100. 

Pyx.,  etc. — Same  as  in  malachite. 

Obs. — Occurs  at  Cheesy,  near  Lyons,  whence  its  name  Cheuy  Capper,  Also  in  Siberia;  at 
Moldawa  in  the  Bannat ;  at  Wheal  Boiler,  near  Redruth  in  Cornwall ;  also  in  Devonshire  and 
Derbyshire. 

In  Pmn.y  at  the  Perkiomen  lead  mine ;  at  Phenixville,  in  crystals ;  at  Cornwall.  In  Wis- 
consin, near  Mineral  Point     In  California,  Calaveras  Co. ,  at  Hughes's  mine. 

According  to  Schrauf ,  who  has  given  a  crystallographio  monograph  of  the  species,  the  form 
is  closely  related  to  that  of  epidote  (Bor.  Ak.  Wien,  July  3,  1871). 


BISMUT1TJU.    Wiamuthspath,  Oerm. 

In  implanted  acicular  crystallizations  (pseudomorphous) ;  also  incnisting 
or  amorphous ;  pulverulent. 

H. =4-4*5.  G.=6'86-fj-909.  Lustre  vitreous,  when  pure;  sometimes 
dull.  Color  white,  mountain-green,  and  dirty  siskin-green  ;  occasional] v 
straw-yellow  and  yellowish-gray.  Streak  greenish-gray  to  colorless.  Sub- 
translucent— opaque.     Brittle. 

Comp.— 2BieC,018  +  9HaO,  Ramm.  (S.  Carolina)= Carbon  dioxide  6*38,  bismuth  oxide 
89-75,  water 387=100. 

Byr.,  etc. — In  the  closed  tube  decrepitates  and  gives  off  water.  B.B.  fuses  readily,  and  on 
charcoal  is  reduced  to  bismuth,  and  ooate  the  coal  with  yellow  bismuth  oxide.  Dissolves  is 
nitric  acid,  with  slight  effervescence.  Dissolves  in  hydrochloric  acid,  affording  a  deep  yellow 
solution. 

Obs. — Bismutite  occurs  at  Schneeberg  and  Johanngeorgenstadt ;  at  Joachimsthal ;  near 
Badeu ;  also  in  the  gold  district  of  Chesterfield,  S.  C. ;  in  Gaston  Co.,  N.  C,  in  yellowish- 
white  concretions. 

Liebigite  ;  Voolite  (Urankalk,  Oerm.). — Carbonates  of  uranium  and  calcium,  from  the 
decomposition  of  uraninite.  Exact  composition  doubtful.  Scieii3ckekingite  is  an  oxycar- 
bonate  of  uranium  (Schrauf).  Orthorhombic.  Occurs  in  six-sided  tabular  crystals.  Joachims- 
thai. 


Whewkllite. — An  oxalate  of  calcium.    In  minute  monoclinic  crystals  on  calcdte. 

Humboldtite. — A  hydrous  oxalate  of  iron,  2FeC90«  +  3aq.  Compact ;  earthy.  In  brown- 
coal  of  Koloseruk,  near  Bilin;  also  in  black  shales  at  Kettle  Point ;  in  Bosanquet,  Canada. 

Mellitk  (Honigstein,  Qerm.). — Tetragonal.  In  octahedrons  ;  also  massive,  honey -yellow, 
reddish,  or  brownish,  rarely  white.  AliC,,0,a-hl8aq= Alumina  14*30,  mellitic  add  40*40, 
water  46  34— 100.  Axtem,  Thuringia;  Luscnitz,  Bohemia ;  Walchow,  Moravia;  Nertschinak, 
etc. 
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VI.  HYDROCARBON  COMPOUNDS. 


The  Hydrogen-Carbon  Compounds  include  (1)  the  simple  hydrocarbons  ; 
and  (2)  the  oxygenated  hydrocarbons. 
1.  The  simple  hydro  carbons  embrace  : 

(a)  The  Marsh  Gas  series.  General  formula  CnH^*  Here  belong  the 
liquid  ruivhthas,  the  more  volatile  parts  of  petroleum ;  also  the  butter-like 
solids  scheererite  and  chriamathte. 

Petroleum. — Mineral  oil.  Kerosene.  Bergol,  Steindl,  Erdol.  Germ.  Petroleum  is  a  thick  to 
thin  fluid.  Color  yellow  or  brown,  or  colorless ;  translucent  to  transparent.  The  specific  gravity 
varies  from  0*7  to  0*9.  Chemically  it  consists  essentially  of  carbon  and  hydrogen  ;  contain- 
ing several  members  of  the  naphtha  group,  as  also  the  oils  of  the  ethylene  series,  and  the 
paraffins.  The  proportion  of  the  latter  constituents  increases  with  the  increase  of  the  density 
or  viscidity  of  the  fluid.     It  grades  insensibly  into  pittasphalt,  and  that  into  solid  bitumen. 

Occurs  in  rocks  or  deposits  of  nearly  all  geological  ages,  from  the  Lower  Silurian  to  the 
present  epoch.  It  is  associated  most  abundantly  with  argillaceous  shales  and  sandstones,  but 
ie  found  also  permeating  limestones,  giving  them  a  bituminous  odor,  and  rendering  them 
sometimes  a  considerable  source  of  oil.  From  these  oliferous  shales  and  limestones  the  oU 
often  exudes,  and  appears  floating  on  the  streams  or  lakes  of  the  region,  or  rises  in  oil  springs. 
It  also  exists  collected  in  subterranean  cavities  in  certain  rocks,  whence  it  issues  in  jets  or 
fountains  whenever  an  outlet  is  made  by  boring.  These  cavities  are  situated  mostly  along 
the  course  of  gentle  anticlinals  in  the  rocks  of  the  region ;  and  it  is  therefore  probable,  as  has 
been  suggested,  that  they  originated  for  the  most  part  in  the  displacements  of  the  strata  caused 
by  the  slight  uplift  The  oil  which  fills  the  cavities  has  ordinarily  been  derived  from  the 
subjacent  rocks ;  for  the  strata,  in  which  the  cavities  exist,  are  frequently  barren  sandstones. 

Obtained  in  large  quantities  from  the  oil  wells  of  Pennsylvania ;  also  found  in  eastern  Vir- 
ginia, Kentucky,  Ohio,  Illinois,  Michigan,  and  New  York.  In  Canada,  at  several  places ;  in 
southern  California ;  in  Mexico  ;  Trinidad. 

Some  well-known  foreign  localities  are  :  Rangoon,  Burmah ;  western  shore  of  the  Caspian 
Sea ;  in  Parma,  Italy  ;  Sicily ;  Galicia ;  Tegernsee,  Bavaria  \  Hanover. 

(b)  The  Olefiant  or  Ethylene  series.  General  formula  CnH.^.  Here 
belong  the  pittoliuin  group  of  liquids,  or  piUavphaLU  (mineral  tar),  and  the 
paraffins. 

Paraffin  group. — Wax-like  in  consistence ;  white  and  translucent.  Sparingly  soluble  in 
alcohol,  rather  easily  in  ether,  and  crystallizing  more  or  less  perfectly  from  the  solutions.  G. 
about  0  85-0-98.  Melting  point  for  the  following  species,  33°-9(K  The  different  species 
varying  in  the  value  of  »,  vary  also  in  boiling  point,  and  other  characters. 

Paraffins  occur  in  the  Pennsylvania  petroleum,  a  freezing  mixture  reducing  the  tempera- 
ture being  sufficient  to  separate  it  in  crystals.  Also  in  the  naphtha  of  the  Caspian,  in  Ran- 
goon tar,  and  many  other  liquid  bitumens.  It  is  a  result  of  the  destructive  distillation  of 
peat,  bituminous  coal,  lignite,  coaly  or  bituminous  shales,  most  viscid  bitumens,  wood-tar, 
and  many  other  substances. 

The  name  is  from  the  Latin  parum,  Uttle,  and  affinis,  alluding  to  the  feeble  affinity  for  other 
substances,  or,  in  other  words,  its  chemical  indifference. 

To  the  Paraffin  Group  belong : 

Urpbthitk.— Consistency  of  soft  tallow.  Melting  point  38°  C.  Soluble  in  cold  ether. 
Urpeth  Colliery. 
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Hatchettite. — In  thin  plates  or  massive.  Color  yellowish,  or  greenish- white ;  blackens 
on  exposure.  Melting  point  46°  C.  In  the  coal-measures  of  Glamorganshire ;  Rossita. 
Moravia. 

Ozocerite. — Like  wax  or  spermaceti  in  appearance  and  consistency.  G.  =0*85-0*90. 
Colorless  to  white  when  pure ;  often  leek-green,  yellowish,  brownish-yellow,  brown.  Trans- 
lucent Greasy  to  the  touch.  Fusing  point  56°  to  63°  C.  Occurs  iu  beds  of  coal,  or  associ- 
ated bituminous  deposits  ;  that  of  Slanik,  Moldavia,  beneath  a  bed  of  bituminous  day  shale ; 
in  masses  of  sometimes  80  to  100  lbs.,  at  the  foot  of  the  Carpathians,  not  far  from  beds  of 
coal- and  salt;  that  of  Boryslaw  in  a  bituminous  clay  associated  with  calciferous  beds  in  the 
formation  of  the  Carpathians,  in  masses.  The  same  compound  has  been  obtained  from  mine- 
ral coal,  peat,  and  petroleum,  mineral  tar,  etc.,  by  destructive  distillation.  Named  from  fcu, 
vmeU,  and  uyprff ,  wax,  in  allusion  to  the  odor. 

Elaterite. — Massive,  soft,  elastic;  often  like  india-rubber,  though  sometimes  hard  and 
brittle.  It  is  found  at  Castleton  in  Derbyshire,  in  the  lead  mine  of  Odin,  along  with  lead  ore 
and  calcite.  in  compact  renif orm  or  fungoid  masses,  and  is  abundant.  Also  reported  from  St. 
Bernard's  Well,  Edinburgh,  etc. 

Zibtrisikite  and  Pybofissite  belong  here. 


(c)  The  Camphene  Series.     General  Formula  CnH^^. 

Fichtelite. — In  white  monoclinic  crystals.  Brittle.  Solidifies  at  36°  C.  Soluble  in  ether. 
The  mineral  occurs  in  the  form  of  shining  scales,  flat  crystals,  and  thin  layers  between  the 
rings  of  growth  and  throughout  the  texture  of  pine  wood  (identical  in  species  with  the  modern 
Pinus  sylvestris)  from  peat  beds  in  the  vicinity  of  Redwitz  in  the  Fichtelgebirge,  North 
Bavaria.     In  peat  near  Sobeslau ;  in  a  log  of  Pinus  Australia. 

Habtite. — Resembles  fichtelite,  but  melts  at  74°-75°  C.  Found  in  a  kind  of  pine,  like 
fichtelite.  but  of  a  different  species,  the  Pence  acertoa  tJnger,  belonging  to  an  earlier  geological 
epoch.  From  the  brown-coal  beds  of  Oberhart,  near  Gloggnitz,  not  far  from  Vienna.  Reported 
also  from  Rosenthal  near  Kdflach  in  Styria,  and  Pravali  in  Carinthia. 

Dinite  and  Ixolyte  belong  here. 


(d)  The  Benzole  Series,  General  Formula  Call^e.  Including  the 
Benzole  liquids  and  Konlite  from  Uznach,  and  Redwitz. 

(e)  The  Naphthalin  Series.     General  Formula  CnIl2n-i2- 

Naphthalin. — Occurs  in  Rangoon  tar.  Idrialite,  crystalline  in  the  pure  state.  Color 
white.  In  nature  found  only  impure,  being  mixed  with  cinnabar,  clay,  and  some  pyrite  and 
gypsum  in  a  brownish-black  earthy  material,  called  from  its  combustibility  and  the  presence 
of  mercury,  inflammable  cinnabar  (Quecksilberbranderz).  Idria,  Spain.  Akagotitb,  from 
New  Almaden  Mine,  Cal.,  is  related  to  idrialite. 


2.  The  Oxygenated  Hydrocarbons  embrace  different  groups  having 
ratios  of  C  :  II  varying  from  1  :  2  to  5  :  5£,  or  less.  Some  of  the  more 
important  are : 

Geoceritb.  Wax-like.  Color  white.  Melting  point  near  80°  C.  ;  after  fusion  solidifies  ae 
a  yellowish  wax,  hard  but  not  very  brittle.  Soluble  in  alcohol  of  80  p.  o.  C3eHS60,= Carbon 
79*24,  hydrogen  18*21,  oxygen  7 '55 =100.  From  the  same  dark-brown  brown  coal  of  Gester- 
witz  that  afforded  the  geomyricite,  and  from  the  same  solution. 

Geomyricite. — Wax -like.  Obtained  in  a  pulverulent  form  from  a  solution,  the  grains  con- 
sisting of  acicular  crystala  Color  white.  Melting  point  80°-83J  C.  After  fusion  has  the 
aspect  of  a  yellowish  brittle  wax.  Soluble  easily  in  hot  absolute  alcohol  and  ether,  but 
sliuhtly  in  alcohol  of  80  p.  a  C,<H«8Oa= Carbon  80*59,  hydrogen  13*48,  oxygen  5*99=100. 
Burns  with  a  bright  flame.  Occurs  at  the  Gesterwitz  brown  coal  deposit,  in  a  dark  brovn 
layer. 
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SUCCINITE.    Amber.     Suocin,  Ambre,  Ft.    Bernstein,  Qerm, 

In  irregular  masses,  without  cleavage.  H.=2-2'5.  G.  =  1*065-1 -081. 
Lustre  resinous.  Color  yellow,  sometimes  reddish,  brownish,  and  whitish, 
often  clouded.  Streak  white.  Transparent — translucent.  Tasteless.  Elec- 
tric on  friction.     Fuses  at  287°  C,  but  without  becoming  a  flowing  liquid. 

Comp.— Ratio  for  C  :  H  :  O=40  :  64  :  4=Carbon  7804,  hydrogen  10*53,  oxygen  1053= 
100.  But  amber  is  not  a  simple  resin.  According  to  Berzclius,  it  consists  mainly  (85  to  90 
p.  c. )  of  a  resin  which  resists  all  solvents  (properly  the  species  succinite),  along  with  two  other 
resins  soluble  in  alcohol  and  ether,  an  oil,  and  24  to  6  p.  c.  of  succinic  acid.  Amber  is  hardly 
acted  on  by  alcohoL  Burns  readily  with  a  yellow  flame,  emitting  an  agreeable  odor,  and 
leaves  a  black,  shining,  carbonaceous  residue. 

Obs. — Occurs  abundantly  on  the  Prussian  coast  of  the  Baltic ;  occurring  from  Dantzig  to 
Memel ;  also  on  the  coast  of  Denmark  and  Sweden ;  in  Galicia,  near  Lemberg,  and  at  Miszau ; 
in  Poland ;  in  Moravia,  at  Boskowitz,  etc.  ;  in  the  Urals,  Russia ;  near  Christiania,  Norway ; 
in  Switzerland,  near  Bale;  in  France,  near  Paris,  in  clay.  In  England,  near  London,  and  on 
the  coast  of  Norfolk,  Essex,  and  Suffolk.  In  various  parts  of  Asia.  Also  near  Catania,  on 
the  Sicilian  coast.  It  has  been  found  in  various  parts  of  the  Green  sand  formation  of  the 
United  States,  either  loosely  imbedded  in  the  soil,  or  engaged  in  marl  or  lignite,  as  at  Gay 
Head  or  Martha's  Vineyard,  near  Trenton,  and  also  at  Camden  in  New  Jersey,  and  at  Cape 
Sable,  near  Magothy  river  in  Maryland.  In  the  royal  museum  at  Berlin  there  is  a  mass 
weighing-  18  lbs.  Another  in  the  kingdom  of  Ava,  India,  is  nearly  as  large  as  a  child's  head, 
and  weighs  2$  lbs. 

It  is  now  fully  ascertained  that  amber  is  a  vegetable  resin  altered  by  fossilization.  This 
is  inferred  both  from  its  native  situation  with  coal,  or  fossil  wood,  and  from  the  occurrence 
of  insects  incased  in  it.  Of  these  insects,  some  appear  evidently  to  have  struggled  after  being 
entangled  in  the  then  \  iscous  fluid  ;  and  occasionally  a  leg  or  a  wing  is  found  some  distance 
from  the  body,  which  had  been  detached  in  the  effort  to  escape. 

Amber  was  early  known  to  the  ancients,  and  called  r/>  carper,  electrum,  whence,  on  account 
of  its  electrical  susceptibilities,  we  have  derived  the  word  electricity.  It  was  named  by  some 
lyncurium,  though  this  name  was  applied  by  Theophrastus  also  to  a  stone,  probably  to  zircon  or 
tourmaline,  both  minerals  of  remarkable  electrical  properties. 

Other  related  resins  are:  Copalite  (retintte  pt.)  from  Highgate  Hill,  near  London; 
Ekaktzitb,  Nienburg ;  Walcuowite,  Walchow,  Moravia ;  Ambiute,  N.  Zealand ;  Bath- 
villite,  occurring  in  the  torbanite,  or  Boghead  coal  of  Bathville,  Scotland ;  tarbaniU  is 
related  to  it.    Sieqburgitk,  jschraufite,  Ambrosine,  Duxite. 

XYTX>RBTraiTE  (hartine).— C  :  H  :  O=40  :  64  :  4.  Bombiccite,  C  :  H  :  0=13  :  7  :  1,  in 
lignite  in  the  valley  of  the  Arno,  Tuscany.  Leucopetrite.  C  :  H  :  O=50  :  84  :  3.  Ges- 
terwite,  near  Weissenf els.  Euobmite.  C  :  H  :  0=34  :  20  :  2,  from  the  brown  coal  at  Baiershof 
in  the  Fichtelgebirge.  Rohthornite.  C  :  H  :  0=24  :  40  :  1.  In  coal  at  Sonnberg,  Carin- 
thia.     The  above  species  are  soluble  in  ether. 

Sclerrtinite.— C  :  H  :  O=40  :  64  :  4.    Insoluble  in  ether.    Wigan,  England. 

Pyrorrthute,  Jaulingite,  Reussinite,  Guyaquillite,  Wheelerite  (New  Mexico), 
eta     Ratio  of  C  :  H=5  :  7  to  5  :  6*. 

Middletokite,  Stanesite,  Anthracoxenite.  Ratio  of  0  :  H=5  :  5J  or  less.  Insolu- 
able  in  ether  or  alcohol. 

Tasmahite  and  Dtsodile  are  remarkable  in  containing  sulphur,  replacing  part  of  the 
oxygen. 

The  Acid  Oxygenated  Hydrocarbons  include  Butyrellite  (Bogbutter), 
SuccinelLite,  Dopplerite,  etc.,  etc. 
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APPENDIX    TO   HYDKOCARBONS. 

ASPHALTUM.    Bitumen.    Asphalt,  Mineral  Pitch.    Bergpech,  Erdpech,  Germ. 

Asphaltum,  or  mineral  pitch,  is  a  mixture  of  different  hydrocarbons,  part 
of  which  are  oxygenated.     Its  ordinary  characters  are  as  follows: 

Amorphous.  &.=1-1#8 ;  sometimes  higher  from  impurities.  Lustre 
like  that  of  black  pitch.  Color  brownish-black  and  black.  Odor  bitumi- 
nous. Melts  ordinarily  at  90°  to  100°  C,  and  burns  with  a  bright  flame. 
Soluble  mostly  or  wholly  in  oil  of  turpentine,  and  partly  or  wholly  in  ether; 
commonly  partly  in  alcohol. 

The  more  solid  kinds  graduate  into  the  pittasphalts  or  mineral  tar,  and 
through  these  there  is  a  gradation  to  petroleum.  The  fluid  kinds  change 
into  the  solid  by  the  loss  of  a  vaporizable  portion  on  exposure,  and  also  by 
a  process  of  oxidation,  which  consists  first  in  a  loss  of  hydrogen,  and  finally 
in  the  oxygenation  of  a  portion  of  the  mass. 

Obs. — Asphaltum  belongs  to  rocks  of  no  particular  age.  The  most  abundant  deposit*  are 
superficial.  But  these  are  generally,  if  not  always,  connected  with  rock  deposits  containing 
some  kind  of  bituminous  material  or  vegetable  remains. 

Some  of  the  noted  localities  of  asphaltum  are  the  region  of  the  Dead  Sea,  or  Lake  Asph&l- 
tites,  on  Trinidad ;  at  various  places  in  S.  America,  as  at  Caxitambo,  Pern ;  at  Berengela, 
Peru,  not  far  from  Arica  (S.) ;  in  California  near  the  coast  of  St.  Barbara.  Also  in  smaller 
quantities,  sometimes  disseminated  through  shale,  and  sandstone  rocks,  and  occasionally  lime- 
stones, or  collected  in  cavities  or  seams  in  these  rocks ;  near  Matlock,  Derbyshire ;  Poldice 
mine  in  Cornwall ;  Val  de  Travers,  Neuohatel ;  impregnating  dolomite  on  the  island  of  Brazza 
in  Dalmatia ;  in  the  Caucasus ;  in  gneiss  and  mica  schist  in  Sweden. 

The  following  substances  are  closely  related  to  asphaltum,  and,  like  it,  are  mixtures  of  un- 
determined carbohydrogens. 

Gkauamitr,  Wurtz.  —Resembles  the  preceding  in  its  pitch-black,  lustrous  appearance;  H. 
=2;  G.  =1-145.  Soluble  mostly  in  oil  of  turpentine  ;  partly  in  ether,  naphtha,  or  benzole ; 
not  at  all  in  alcohol ;  wholly  in  chloroform  and  carbon  disulphide.  No  action  with  alkalies  or 
hot  nitric  or  hydrochloric  acid.  Melts  only  imperfectly,  and  with  a  decomposition  of  the 
surface  ;  but  in  this  state  the  interior  may  be  drawn  into  long  threads.  Occurs  in  W.  Vir- 
ginia, about  20  m.  in  an  air  line  S.  of  Parkersburg,  filling  a  fissure  (shrinkage  fissure)  in  a 
sandstone  of  the  Carboniferous  formation ;  and  supposed  to  be,  like  the  albertite,  an  inspis- 
sated and  oxygenated  petroleum. 

Albertite,  Robb. — Differs  from  ordinary  asphaltum  in  being  only  partially  soluble  in  oil 
of  turpentine,  and  in  its  very  imperfect  fusion  when  heated.  It  has  H.  =1-2  ;  Q. =1-097: 
lustre  brilliant,  pitch-like  ;  color  jet-black.  Softens  a  little  in  boiling  water ;  in  the  flame  of 
a  candle  shows  incipient  fusion.  According  to  imperfect  determinations,  only  a  trace  soluble 
in.alcohol ;  4  p.  c.  in  ether ;  30  in  oil  of  turpentine.  Occurs  filling  an  irregular  fissure  in 
rocks  of  the  Subcarboniferous  age  (or  Lower  Carboniferous)  in  Nova  Scotia,  and  is  regarded 
as  an  inspissated  and  oxygenated  petroleum.  This  and  the  above  are  very  valuable  in  gas- 
making. 

Piauzite. — An  asphalt-like  substance,  remarkable  for  its  high  melting  point,  315°  C.  It 
occurs  slaty  massive ;  color  brownish-  or  greenish-black  ;  thin  splinters  colophonite-brown  by 
transmitted  light ;  streak  light  brown,  amber-brown  ;  H.=l  *5  ;  G.=l  '220 ;  1  '186,  KenngoU. 
It  comes  from  a  bed  of  brown  coal  at  Piauze,  near  Neustadt  in  Carniola ;  on  Mt  Chum,  near 
Tuffer  in  Styria 

Wolloxgongite,  SUUman. — Occurs  in  cubic  blocks  without  lamination.  Fracture  broad 
oonchoidal.  Color  greenish-  to  brownish-black.  Lustre  resinous.  In  the  tube  does  not  melt, 
but  decrepitates  and  gives  off  oil  and  gas  ;  yields  by  dry  distillation  82*5  p.  c  volatile  matter. 
Insoluble  in  ether  or  benzole.    New  South  Wales. 


Digitized  by 


Google 


flYI>BOOARBON  COMPOUNDS.  895 


MINERAL    GOAL 

The  distinguishing  characters  of  Mineral  Coal  are  as  follows :  Compact 
massive,  without  crystalline  structure  or  cleavage ;  sometimes  breaking 
with  a  degree  of  regularity,  but  from  a  jointed  rather  than  a  cleavage  struc- 
ture.  Sometimes  laminated  ;  often  faintly  and  delicately  banded,  successive 


layers  differing  slightly  in  lustre. 
II.=0-5-2-5.     G.=l-l-£ 


•80.  Lu6tre  dull  to  brilliant,  and  either  earthy, 
resinous,  or  snbmetallic.  Color  black,  grayish-black,  brownish-black,  and 
occasionally  iridescent ;  also  sometimes  dark  brown.  Opaque.  Fracture 
conchoidal — uneven.  Brittle;  rarely  somewhat  sectile.  Without  taste, 
except  from  impurities  present.  Insoluble  or  nearly  so  in  alcohol, 'ether, 
naphtha,  and  benzole.  Infusible  to  subfusible;  but  often  becoming  a  soft, 
pliant,  or  paste-like  mass  when  heated.  On  distillation  most  kinds  afford 
more  or  less  of  oily  and  tarry  substances,  which  are  mixtures  of  hydrocar- 
bons and  paraffin. 

Mineral  coal  is  made  up  of  different  kinds  of  hydrocarbons,  with  perhaps 
in  some  cases  free  carbon. 

Var. — The  variations  depend  partly  (1)  on  the  amount  of  the  volatile  ingredients  afforded 
on  destructive  destination ;  or  (2)  on  the  nature  of  these  volatUe  compounds,  for  ingredients 
of  similar  composition  may  differ  widely  in  volatility,  etc.  ;  (3)  on  structure,  lustre,  and  other 
physical  characters. 

1.  Anthracite.  H.  =2-2-5.  G.  =1 *32-l*7,  Pennsylvania;  1  81,  Rhode  Island ;  1*26-1 *36, 
South  Wales.  Lustre  bright,  often  submetallic,  iron  black,  and  frequently  iridescent.  Frac- 
ture conchoidal.  Volatile  matter  after  drying  8  to  6  p.  c.  Burns  with  a  feeble  flame  of  a  pale 
color.  The  anthracites  of  Pennsylvania  contain  ordinarily  85  to  93  per  cent,  of  carbon ;  those 
of  South  Wales,  88  to  95 ;  of  France,  80  to  83 ;  of  Saxony,  81  ;  of  southern  Russia,  some- 
times 94  per  cent.  Anthracite  graduates  into  bituminous  coal,  becoming  less  hard,  and  con- 
taining more  volatile  matter ;  and  an  intermediate  variety  is  called  free-burning  anthracite. 

Bituminous  Coals  (Steinkohle  pt..  Germ.).  Under  the  head  of  Bituminous  Coals,  a 
number  of  kinds  are  included  which  differ  strikingly  in  the  action  of  heat,  and  which  there- 
fore are  of  unlike  constitution.  They  have  the  common  characteristic  of  burning  in  the  fire 
with  a  yellow,  smoky  flame,  and  giving  out  on  distillation  hydrocarbon  oils  or  tar,  and  hence 
the  name  bituminous.  The  ordinary  bituminous  coals  contain  from  5  to  15  p.  a  (rarely  16  or 
17)  of  oxygen  (ash  excluded) ;  while  the  so-called  brown  coal  or  lignite  contains  from  20  to 
36  p.  c,  after  the  expulsion,  at  100°  C,  of  15  to  36  p.  c.  of  water.  The  amount  of  hydrogen 
in  each  is  from  4  to  7  p.  c. .  Both  have  usually  a  bright,  pitchy,  greasy  lustre  (whence  often 
called  Pechkohle  in  German),  a  firm  compact  texture,  are  rather  fragile  compared  with  anthra- 
cite, and  have  G.  =1*14-1 40.  The  brown  coals  have  often  a  brownish-black  color,  whence 
the  name,  and  more  oxygen,  but  in  these  respects  and  others  they  shade  into  ordinary  bitu- 
minous coals.  The  ordinary  bituminous  coal  of  Pennsylvania  has  G.=l '26-1*37;  of  New- 
castle, England,  127;  of  Scotland,  1*27-1  32;  of  France,  1*2-1  "38;  of  Belgium,  1-27-1  3. 
The  most  prominent  kinds  are  the  following: 

2.  Caking  Coal.  A  bituminous  coal  which  softens  and  becomes  pasty  or  semi-viscid  in 
the  fire.  This  softening  takes  place  at  the  temperature  of  incipient  decomposition,  and  is 
attended  with  the  escape  of  bubbles  of  gas.  On  increasing  the  heat,  the  volatile  products 
which  result  from  the  ultimate  decomposition  of  the  softened  mass  are  driven  off,  and  a 
coherent,  grayish-black,  cellular,  or  fritted  mass  (coke)  is  left.  Amount  of  coke  left  (or  part 
not  volatile)  varies  from  50  to  85  p.  c.     Byerite  is  from  Middle  Park,  Colorado. 

3.  Non-Caking  Coal.  Like  the  preceding  in  all  external  characters,  and  often  in  ultimate 
composition  ;  but  burning  freely  without  softening  or  any  appearance  of  incipient  fusion. 

4.  Cannel  Coal  (Parrot  Coal).  A  variety  of  bituminous  coal,  and  often  caking ;  but  dif- 
fering from  the  preceding  in  texture,  and  to  some  extent  in  composition,  as  shown  by  its 
products  on  distillation.  It  is  compact,  with  little  or  no  lustre,  and  without  any  appearance 
of  a  banded  structure;  and  it  breaks  with  a  conchoidal  fracture  and  smooth  surfaces;  color 
dull  black  or  grayish-black.  On  distillation  it  affords,  after  drying,  40  to  66  of  volatile  mat- 
ter, and  the  material  volatilized  includes  a  large  proportion  of  burning  and  lubricating  oils. 
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much  larger  than  the  above  kinds  of  bituminous  coal ;  whence  it  is  extensively  used  for  the 
manufacture  of  such  oils.  It  graduates  into  oil-producing  coaly  shales,  the  more  compact  of 
which  it  much  resembles. 

5.  Tokbanite.  A  variety  of  cannel  coal  of  a  dark  brown  color,  yellowish  streak,  without 
lustre,  having  a  subconchoidal  fracture;  H.=2*25;  G.  =  1  *17— t -2.  Yields  over  60  p.  c.  of 
volatile  matter,  and  is  used  for  the  production  of  burning  and  lubricating  oils,  paraffin,  illu- 
minating gas.  From  Torbane  Hill,  near  Bathgate  in  Linlithgowshire,  Scotland.  Also  called 
Boghead  uannel. 

6.  Brown  Coal  (Braunkohle  Genu.*  Pechkohle  pt.  Qerm.,  Lignite).  The  prominent 
characteristics  of  brown  coal  have  already  been  mentioned.  They  are  non-caking,  but  afford 
a  large  proportion  of  volatile  matter.  They  are  sometimes  pitch-black  (whence  Pechkohle 
pt.  Qerm.\  but  often  rather  dull  and  brownish-black.  G. =1  '15-1  '3  ;  sometimes  higher  from 
impurities.  It  is  occasionally  somewhat  lamellar  in  structure.  Brown  coal  is  often  called 
lignite.  But  this  term  is  sometimes  restricted  to  masses  of  coal  which  still  retain  the  form  of 
the  original  wood.  Jet  is  a  black  variety  of  brown  coal,  compact  in  texture,  and  taking  a 
good  polish,  whence  its  use  in  jewelry. 

7.  Earthy  Brown  Coal  (Erdige  Braunkohle)  is  a  brown  friable  material,  sometimes  form- 
ing layers  in  beds  of  brown  ooal.  But  it  is  in  general  not  a  true  coal,  a  considerable  part  of 
it  being  soluble  in  ether  and  benzole,  and  often  even  in  alcohol ;  besides  affording  largely  of 
oils  and  paraffin  on  distillation. 

Oomp. — Most  mineral  coal  consists  mainly,  as  the  best  chemists  now  hold,  of  oxygenated 
hydrocarbon*.  Besides  oxygenated  hydrocarbons,  there  may  also  be  present  simple  hydrocar- 
bons (that  is,  containing  no  oxygen). 

Sulphur  is  present  in  nearly  all  coals.  It  is  supposed  to  be  usually  combined  with  iron, 
and  when  the  coal  affords  a  red  ash  on  burning,  there  is  reason  for  believing  this  true.  But 
Percy  mentions  a  coal  from  New  Zealand  (anal.  18)  which  gave  a  peculiarly  white  ash, 
although  containing  2  to  3  p.  o.  of  sulphur,  a  fact  showing  that  it  is  present  not  as  a  sulphide 
of  iron,  but  as  a  constituent  of  an  organic  compound.  The  discovery  by  Church  of  a  re*in 
containing  sulphur  (see  Tasmanite,  p.  393),  gives  reason  for  inferring  that  it  may  exist  in 
this  coal  in  that  state,  although  its  presence  as  a  constituent  of  other  organic  compounds  is 
quite  possible. 

The  chemical  relations  of  the  different  kinds  of  coals  will  be  understood  from  the  follow- 
ing analyses: 

1.  Anthracite,  S.  Wales 

2.  Caking  Coal,' Northumberland 
8.  Non-Caking  Coal,  Zwickau 

4.  Cannel  Coal,  Wigan 

5.  Torbanite,  Torbane  Hill 

6.  Brown  Coal,  Meissen,  Sax.  58  90  5-36  21-63         - —  6  "61        7*50 

Coal  occurs  in  beds,  interstratified  with  shales,  sandstones,  and  conglomerates,  and  some- 
times limestones,  forming  distinct  layers,  which  vary  from  a  fraction  of  an  inch  to  30  feet  or 
more  in  thickness.  In  the  United  States,  the  anthracites  occur  east  of  the  Alleghany  range, 
in  rocks  that  have  undergone  great  contortions  and  fracturings,  while  the  bituminous  are 
found  farther  west,  in  rocks  that  have  been  less  disturbed  ;  and  this  fact  and  other  observa- 
tions have  led  some  geologists  to  the  view  that  the  anthracites  have  lost  their  bitumen  by  the 
action  of  heat.  The  origin  of  coal  is  mainly  vegetable,  though  animal  life  has  contributed 
somewhat  to  the  result.  The  beds  were  once  beds  of  vegetation,  analogous,  in  most  respect*, 
in  mode  of  formation  to  the  peat  beds  of  modern  times,  yet  in  mode  of  burial  often  of  a  very 
different  character.  This  vegetable  origin  is  proved  not  only  by  the  occurrence  of  the  leaves, 
stems,  and  logs  of  plants  in  the  coal,  but  also  by  the  presence  throughout  its  texture,  in 
many  cases,  of  the  forms  of  the  original  fibres;  also  by  the  direct  observation  that  peat  is 
a  transition  state  between  unaltered  vegetable  d6bris  and  brown  coal,  being  sometimes  found 
passing  completely  into  true  brown  ooal.  Peat  differs  from  true  coal  in  want  of  homo- 
geneity, it  visibly  containing  vegetable  fibres  only  partially  altered ;  and  wherever  changed 
to  a  fine-textured  homogeneous  material,  even  though  hardly  consolidated,  it  may  be  true 
brown  ooal. 

Extensive  beds  of  mineral  ooal  occur  in  Great  Britain,  covering  11,859  square  miles;  in 
France  about  1,719  sq.  m. ;  in  Spain  about  3,408  sq.  m. ;  in  Belgium  518  sq.  m. ;  in  Nether- 
lands, Prussia,  Bavaria,  Austria,  northern  Italy,  Silesia,  Spain,  Russia  on  the  south  near  the 
Azof,  and  also  in  the  Altai.     It  is  found  in  Asia,  abundantly  in  China,  eta,  eta 

In  the  United  States  there  are  four  separate  coal  areas.  One  of  these  areas,  the  Appala- 
chian coal  field,  commences  on  the  north,  in  Pennsylvania  and  southeastern  Ohio,  and  sweep  - 
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ing  south  over  western  Virginia  and  eastern  Kentucky  and  Tennessee  to  the  west  of  the 
Appalachians,  or  partly  involved  in  their  ridges,  it  continues  to  Alabama,  near  Tuscaloosa, 
where  a  bed  of  coal  has  been  opened.  It  has  been  estimated  to  cover  60,000  sq.  m.  A  sec- 
ond coal  area  (the  Illinois)  lies  adjoining  the  Mississippi,  and  covers  the  larger  part  of  Illinois, 
though  much  broken»into  patches,  and  a  small  northwest  part  of  Kentucky.  A  third  covers1 
the  central  portion  of  Michigan,  not  far  from  5,000  sq.  m.  in  area  Besides  these,  there  is  a 
smaller  coal  region  (a  fourth)  in  Rhode  Island.  The  total  area  of  workable  coal  measures  in 
the  United  States  is  about  125,000  sq.  m.  Out  of  the  borders  of  the  United  States,  on  the 
northeast,  commences  a  fifth  coal  area,  that  of  Nova  Scotia  and  New  Brunswick,  which 
covers,  in  connection  with  that  of  Newfoundland,  18,000  sq.  m. 

The  mines  of  western  Pennsylvania,  those  of  the  States  west,  and  those  of  Cumberland  or 
Frostburg,  Maryland,  Richmond  or  Chesterfield,  Ya. ,  and  other  mines  south,  are  bituminous. 
Those  .of  eastern  Pennsylvania  constituting  several  detached  areas— one,  the  ScfiuyVciU  coal 
field — another,  the  Wyoming  coal  field — those  of  Rhode  Island  and  Massachusetts,  and  some 
patches  in  Virginia,  are  anthracite*.  Cancel  coal  is  found  near  Greensburg,  Beaver  Co.,  Pa., 
in  Kenawha  Co  ,  Va,  at  Peytona.  etc. ;  also  in  Kentucky,  Ohio,  Illinois,  Missouri,  and  Indiana ; 
but  part  of  the  so-called  cannel  is  a  coaly  shale. 

Brown  coal  comes  from  coal  beds  more  recent  than  those  of  the  Carboniferous  age.  But 
much  of  this  more  recent  coal  is  not  distinguishable  from  other  bituminous  coals.  The  coal 
of  Richmond,  Virginia,  is  supposed  to  be  of  the  Liassic  or  Triassio  era ;  the  coal  of  Brora,  in 
Sutherland,  and  of  Bovey,  Yorkshire,  is  Oolitic  in  age.  Cretaceous  coal  occurs  on  Van- 
couver Island,  and  Cretaceous  and  Tertiary  coal  in  many  places  over  the  Rocky  Mountains, 
where  a  " Lignitic  formation"  is  very  widely  distributed. 
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SYNOPSIS  OF  MILLER'S  SYSTEM  OF  CRYSTALLOGRAPHY. 


The  following  pages  contain  a  concise  presentation  of  the  System  of  Crystallography  pro- 
posed by  Prof.  W.  H.  Miller  in  1880,  and  now  employed  by  a  large  proportion  of  the  workers 
in  Mineralogy.  The  attempt  has  been  made  to  present  the  subject  briefly,  and  yet  with  suffi- 
cient fulness  to  enable  any  one  having  some  previous  knowledge  of  Crystallography  not  only 
to  understand  the  System,  but  also  to  use  it  himself.  For  the  full  development  of  the  subject, 
especially  of  its  theoretical  side,  reference  must  be  made  to  the  works  of  Miller,  Grailich, 
von  Lang,  and  Schrauf ,  referred  to  in  the  Introduction,  as  also  to  the  admirable  Lectures  of 
Prof.  Maskelyne,  printed  in  the  Chemical  News  for  1873  (vol.  xxxi,  3,  13,  24,  63,  101,  111. 
121,  153,  200r232). 


General  Principles. 

The  indices  of  Miller  and  their  relation  to  those  of  JVaumann.— The  position  of  a  plane  ABC 
(f.  751)  is  determined  when  the  distances  OA,  OB,  OC  are  known,  which  it  outs  off  in  the 


assumed  axes  X,  T,  Z  from  their  point  of  intersection  0.  The  lengths  of  these  axes  for  a 
single  plane  of  a  crystal  being  taken  as  units,  thus  OA  =  a,  OB  =  6,  OC  —  <?,  it  is  found  that  the 
lengths  of  the  corresponding  lines  OH,  OK,  OL  for  any  other  plane,  HKL,  of  the  same  crys- 
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tal  always  bear  some  simple  relation,  expressed  in  whole  numbers,  to  these  assumed  units. 
This  relation  may  be  expressed  as  follows : 


OH 
or  in  the  more  common  form 


=  h 


J_      a 
h  '  OH 


OK 


1 


^k 


OL 


=  *, 


k     OK  ~   I   '  OL 


(1) 


The  numbers  represented  by  hy  &,  I  are  called  the  indices  of  the  plane  and  determine  its 
position,  when  the  dement*  of  the  crystal — the  lengths  and  mutual  inclinations  of  the  axes- 
are  known.  When  the  lines  are  taken  in  the  opposite  direction  from  O,  they  are  called  nega- 
tive ;  the  corresponding  negative  character  of  the  indices  is  indicated  by  the  minus  sign 
placed  over  the  index,  thus,  K  h  or  ?.  When  the  unit,  or  fundamental  form,  is  appropriately 
chosen,  the  numbers  representing  A,  £,  /  seldom  exceed  six. 

The  above  relation  may  also  be  written  in  the  form  : 


OH 

—  -  =  r 
a 


OK 


OL 


Here  r,  n,  m,  which  are  obviously  the  reciprocal*  of  the  indices  hy  k%  I  respectively,  are 
essentially  identical  with  the  symbols  of  Naumann.  For  example,  if  h  =  3,  k  =  2,  /  =  2. 
then  r  =  $,  n  =  i,  tn  =  J,  and  the  symbol  (322)  of  Miller  becomes  ±a  :  +b  :  +r;  but  by  Nan- 
mann's  usage  this  is  so  transformed  that  r  —  1,  and  n  >  1  (or  sometimes  n  =  1,  and  r  >  1 ), 
in  other  words,  by  multiplying  through  by  3,  in  this  case,  the  symbol  takes  the  form  a  :  f  h  : 
§<?,*  or,  as  abbreviated,  f-$  (?P*)-  Tne  symbol  a\$b  :  $c  properly  belongB  to  the  plane  MSB 
(f.  751),  which  is  parallel  to,  and  hence  crystallographically  identical  (p.  11)  with  the  plane 
HKL. 

Special  values  of  the  indices  A,  £,  I.  It  is  obvious  that  several  distinct  cases  are  possible : 
(1)  The  three  indices  hy  k,  I  are  all  greater  than  unity,  then  including  the  various  pyramidal 

planes.     The  number  of  similar  planes  corresponding  to  the  general  form  ]  hkl  I  depends 

upon  the  degree  of  symmetry  of  the  crystalline  system,  and  upon  the  special  values  of  A,  *,  t, 
e.g.,  h  —  k,  etc.     These  cases  are  considered  later  in  their  proper  place. 

(2)  One  of  the  three  indices  may  be  equal  to  zero,  indicating  then  that  the  plane  is  parallel 
to  the  axis  corresponding  to  this  index.  Thus  the  symbol  (hkO),  =z  a  :  nb  :  cd%  oi  na  :  b  :  xe 
(p.  11),  belongs  to  the  planes  parallel  to  the  vertical  axis  r,  as  shown  in  f.  752.  They  are 
called  prismatic  planes.  The  symbol  (ACW),  =  a  :  oob  :  me  (p.  11)  belongs  to  the  planes  par- 
allel to  the  axis  b,  as  in  f.  753.  The  symbol  (OAZ),  —  coa:  b:  mc,  belongs  to  the  planes  parallel 
to  the  axis  a,  f.  754. 


752 


758 


c      ! 

r         1 

: -— kx% 


M 

/  s 

V. 


7ik0 


hOl 


(3)  Two  of  the  indices  may  be  zero,  the  symbol  (hkl)  then  becomes  (001),  =  ooa  :  cob  :  c, 
the  basal  plane,  f.  755  ;  (010),  =  oo«  :  b  :  ooc;  and  (100),  =  a  :  cob  :  ccc.  These  are  the 
three  diametral  or  pinacoid  planes. 

The  symbol  (010)  represents  the  clinojnnacoid  (i-l)  of  the  Monoclinic  system,  but  (following 
Miller)  the  macropinacoid  (i-l)  of  the  Orthorhoinbic.     Similarly  (/<0Q  belongs  to  the  ortho- 


*  The  symbol  is  written  here  in  this  order  to  correspond  with  the  (h  k  f)  of  Miller ;  on 
page  10,  and  subsequently,  the  reverse  order  \c  :  \b  :  a  was  adopted  for  the  sake  of  uni- 
formity with  Naumann' a  abbreviated  symbols. 
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domes  of  the  Monoclinio,  but  the  bracJiydomes  of  the  Orthorhombic  system ;  also  (Old)  belongs 

to  the  clinodomes  of  the  former,  and  the  macrodomes  of  the  latter.     See  also  p.  415. 
Spherical  Projeetum. — If  the  centre  of  a  crystal,  that  is,  the  point  of  intersection  of  the 

three  axes,  be  taken  as  the  centre  of  a 

sphere,  and  normals  be  drawn  from  it  to 

the  successive  planes  of  the  crystals,  the 

points,  where  they  meet  the  surface  of  the 

sphere,  will  be  the  poles  of  the  respective 

planes.  For  example,  in  f.  756  the  com- 
mon centre  of  the  crystal  and  sphere  is  at  O, 

the  normal  to  the  plane  b  meets  the  surface 

of  the  sphere  at  B,  of  b'  at  B',  of  d  and  e 

at  D  and  E  respectively,  and  so  on.     These 

poles  evidently  determine  the  position  of 

the  plane  in  each  case. 
It  is  obvious  that  the  pole  of  the  plane  b' 

(010)  opposite  b  (010),  will  be  at  the  oppo- 
site extremity  of  the  diameter  of  the  sphere, 

and  so  in  general,  (120)  and  (120),  etc.  It  is 

seen  also  that  all  the  poles,  or  normal  points, 

of  planes  in  the  same  zone,  that  is,  planes 
whose  intersection-lines  are  parallel,  are  in 
the  same  great  circle,  for  instance  the 
planes*  (010),  d  (110),  a  (100),  e  (110),  and 
so  on. 

It  is  customary*  in  the  use  of  the  sphere 
to  regard  it  as  projected  upon  a  horizontal 
plane,  usually  that  normal  to  the  prismatic 
zone,  so  that,  as  in  f .  759,  the  prismatic  planes  lie  in  the  circumference  of  the  circle,  and  the 
other  planes  within  it.  The  eye  being  supposed  to  be  situated  at  the  opposite  extremity  of 
the  diameter  of  the  sphere  normal  to  this  plane,  the  great  circles  then  appear  either  as  arcs 
of  circles,  or  as  straight  lines,  i.e.,  diameters. 

It  will  be  further  obvious  from  f.  756  that  the  arc  BD,  between  the  poles  of  b  and  d,  mea- 
sures an  angle  at  the  centre  (BOD),  which  is  the  supplement  of  the  actual  interior  angle  bnd . 
between  the  two  planes.  This  fact,  that  the  arc  of  a  great  circle  intercepted  between  the 
poles  of  two  planes  always  gives  the  supplement  of  the  actual  angle  between  the  planes  them- 
selves, is  moBt  important,  and  does  much  to  facilitate  the  ease  of  calculation.  In  consequence 
of  this,  it  is  customary  with  many  crystallographers  to  give  for  the  angle  between  two  planes, 
not  the  interfacial  angle,  but  that  between  their  normals. 

It  is  one  of  the  great  advantages  of  this  method  of  projection  that  it  may  be  employed  to 
show  not  only  the  relative  positions  of  the  planes,  but  also  those  of  the  optic  axes,  and  the 
axes  of  elasticity. 

Relation  between  the  indices  of  a  plane  and  the  angle  made  by  it  with  the  axes  —When  the 
assumed  axes  are  at  right  angles  to  each  other  they  coincide 
with  the  normals  to  the  pinacoid  planes  (001,  010,  100),  and 
consequently  meet  the  spherical  surface  at  their  poles.  When 
the  axial  angles  are  not  90°,  this  is  no  longer  true.  In  ail 
cases,  however,  the  following  relation  holds  good  between 
the  cosines  of  the  angles  made  by  a  plane  with  the  axes : 


op 
OH 


cosPX 


OK 


=  008  FY 


op_ 
OL 


=  cos  PZ. 


But  from  the  equation  (1)  before  given,  by  the  introduction 
of  the  values  of  OH,  OK,  OL,  we  obtain : 

-?-  cos  PX  =  4-  cos  PY  =  4"  cos  PZ.      .        (2) 
h  k  I  ' 

This  equation  is  fundamental,  and  many  of  the  relations  given  beyond  are  deduced  from  it. 
It  will  be  seen  that  in  the  case  of  the  orthometrio  systems  the  angles  PX.  PY,  PZ  are  the 
supplement-angles  between  any  plane  (7dd)  and  the  pinacoids  (001),  (010),  (100). 

Relations  between  planes  in  the  same  zone, — By  the  use  of  the  equation  (2),  it  may  be  shown 


*  On  the  construction  of  the  spherical  projection,  see  p.  58. 

Digitized  by  UOOQ IC 


402 


APPENDIX. 


that  if  two  planes  {hid)  and  ( pqr)  lie  in  the  same  zone,  that  the  following  equation  most  hold 
good : 

na  cos  XQ  +  v*  oos  TQ  +  we  cos  ZQ  =  0, 


where 


u  =  kr  —  Iq,        v  =  lp  —  hr,        w  =  hg  —  kp. 


The  letters  u,  ▼,  w  are  called  the  symbol  of  the  zone  or  great  circle  PB.    Every  plane 
H{xyz)  of  this  zone  must  satisfy  the  equation : 


u#  4-  vy  +  ws  =  0. 


(3) 


If  now  (uvw)  be  the  symbol  of  one  zone,  and  (efg)  of  another  intersecting  it,  then  the  point 
of  intersection  will  be  the  pole  of  a  plane  lying  in  both  zones,  whose  indices  (hid)  must  satisfy 
two  equations  similar  to  (3).     These  indices  are  equal  to : 


h  =  gv  —  f  w 


k  —  ew  —  gu 


I  =  f u  —  ev. 


The  application  of  this  principle  is  extremely  simple,  and  its  importance  cannot  be  over- 
estimated.    Some  examples  are  added  here,  showing  the  method  of  use. 

Examples  of  the  methods  of  calculation  by  zone8.—-{\)  For  the  zone  of  planes  between  (100 
and  (001),  the  zone  indices  are  u  =  0,  v=  —  l,w  =  0.  They  are  obtained  by  multiplication 
in  the  manner  indicated  in  the  following  scheme : 


In  general 


h       k       I       h      k 

XXX 

P        q       r       p       q 


u  =  kr  —  lq;Y  =  lp—hr;  w  =  7ig  - 


In  this  case        10        0        10 

XXX 

0        0        10        0 
-hp,  u  =  0;v  =  l;w=0. 


Consequently  every  plane  {hid)  in  the  zone  named  must  answer  the  condition :  uA  +  tJ 
+  wJ  =  0,  that  is,  in  this  case  k  —  0.  The  general  symbol  is  consequently  (AOi).  Compare 
f .  759. 

0        0        10        0 

(2)  For  the  zone  (001),  (010),  in  a  similar  manner:  \f  V'  y\ 

0       10       0        1 

u  =  1,  v  =  0,  w  =  0,  and  the  equation  of  condition  becomes  h  =  0,  and  the  general  sym- 
bol is  (Okft.    Compare  f.  759. 

(3)  For  the  prismatic  zone  between  (100)  and  (010),  the  general  symbol  will  be  found  to  be 

(M0).     Compare  f.  759. 
758  (4)  For  the  pyramidal  zone  between  the  basal  plane  (001)  and 

0        0        1         0       0 

the  unit  prism  (110),  we  have  the  scheme :  \f   \f  \^ 

110        11 


ir 


/.V; 


2J/Y/\^2  Xj    j 

1 

/            \v                 '• 

l\ 

': 

u 

I    \ 

it 

! 

\     v  ; 

Hence  u  =  T,  v  =  1,  w  =  0,  and  the  equation  of  condition  be- 
comes h  =  Jc,  and  hence  the  general  symbol  is  Ml  for  the  unit  pyra- 
mids. 

For  a  plane  lying  at  once  in  two  zones,  for  instance  the  plane 
lettered  2-2  in  f.  758,  lying  in  the  zone  i,  2-2,  1-f,  and  in  the  zone 
t'-i,  3-3,  2-2,  1,  1-i.  The  indices,  uvw,  for  the  first  zone  \-l  (101:. 
1  (110),  are,  obtained  as  above,  u  =  1,  v  =  1,  w  =  1.  Again,  for 
the  zone  between  i-t  (100),  1-i  (011),  the  zone  indices,  efg.  are. 
e  =  0,  f  =  1,  g  =  1.  The  indices  (hkl)%  for  the  plane  (2-2;  lying  in 
both  these  zones,  and  hence  answering  to  two  equations  of  condi- 
tion, are  obtained  by  multiplication  in  a  scheme  exactly  like  that 
already  given,  viz. : 


In  general 


XXX. 


In  this  case 


h  =  gv  —  f w ;  k  =  ew  —  gu ;  I  =  fu  —  ev. 
The  plane  has  consequently  the  symbol  (211). 


11111 

.  .XAX, 

A  =  2;  *  =  1;  J=l. 


Digitized  by 


Google 


MILLER'S  BY6TEM  OF  CRYSTALLOGRAPHY. 


403 


For  the  zone  of  planes,  lettered  on  the  figure  (f.  758)  »'-£,  3-3,  2-2,  etc.,  the  indices,  as 
already  shown,  are  e  =  0,  f  =  1,«  g  =  1, 
and  consequently  the  equation  of  condi- 
tion reduces  to  k  =  1  and  the  general 
symbol  is  hJck.  This  zone  is  shown  on  the 
spherical  projection,  f.  759,  and  includes 
the  planes  100  (t-i),  311  (3-S),  211  (2-2), 
111  (IX  Oll(l-i),  and  so  on. 

A  second  example  of  the  above  method 
is  afforded  by  the  plane  lettered  2-2  in 
f.  758.  It  lies  in  the  zone  i~l  (010)  to  1-i 
(101),  whose  indices,  uvw,  obtained  as  be- 
fore, are,  u  =  1,  v  =  0,  w  =  1.  It  is  also 
in  the  zone  between  7(110)  and  l_-i  (011), 
whose  indices,  efg,  are,  e  =1,  f  =  1,  g  =  1. 
Its  own  symbol  (Kkl)  is  deduced  as  above : 

1        0        1        I        0 

.  .x.x.x, 

A  =  l-  *  =  8;  f=l. 

The  symbol  is  consequently  (121).  The 
position  of  this  plane  is  shown  on  the 
spherical  projection,  f.  759,  as  also  that  of  the  zone  first  mentioned  above,  whose  indices  were 
u  =  1,  v  =  0.  w  —  1,  and  for  which  the  equation  (3)  consequently  reduces  to  h  =  I ;  the  gen- 
eral symbol  is  then  (Mch),  the  planes  010  ita),  121  (2-2),  111  (1),  101  (1-2),  etc.,  belong  in  this 
zone. 

The  example  employed  here  serves  to  show  the  extensive  application  of  this  principle  of 
zones.  Supposing  that  in  this  crystal,  f.  758,  1  (110),  and  1-i  (101)  have  been  assumed  as 
fundamental  planes  in  their  respective  zones,  the  symbols  of  all  the  others  may  be  obtained  in 
this  way,  without  the  necessity  of  a  single  measurement ;  the  reflective  gonometer  would 
indicate  the  presence  of  the  few  necessary  zones  not  shown  by  the  parallel  intersections. 

Methods  of  Calculation. — In  consequence  of  the  wide  application  of  this  method  of  deter- 
mining the  symbols  of  a  plane  by  the  zones  in  which  it  lies,  actual  trigonometrical  calcula- 
tions are  not  very  frequently  required.  The  methods  employed  are  always  those  of  uphericfd 
trigonometry,  and  in  most  cases  no  formulas  are  needed,  the  problems  arising  requiring 
nothing  but  the  solution  of  the  triangles,  mostly  right-angled,  seen  on  the  spherical  projection. 
It  is  to  be  remembered  that  an  arc  of  a  great  circle,  between  two  poles,  shown  in  the  projec- 
tion, is  always  the  supplement  of  the  actual  interf  acial  angle  between  the  planes  themselves. 

Some  of  the  more  commonly  used  formulas  for  the  solution  of  spherical  triangles,  which 
have  been  already  given  on  p  62,  are,  for  the  sake  of  convenience,  repeated  here. 


il  triangles  0  =  i 

N>\  h  = 

the  hypothenuse. 

_.     .        sin  a 

Sin  A  =  7— r 

sin  h 

.     _       sin  b 

sm  B  =  -.  ~r 

8111  A 

~      *       ten  o 

COS  A  =  ; i 

tan  A 

^       tan  a 

COS  B  = r 

tan  h 

m      *       tana 
TanA  =  - — r 

sin  b 

x.     _       tan  b 

tanB  =  -. — 

sm  a 

Sm  A  = 7 

cos  b 

.     _       cos  A 

sm  B  = 

cos  a 

cos  h 

=  cos  a  cos  b 

COB  h 

=  cot  A  cot  B 

In  oblique-angled  spherical  triangles : 


(1)  Sin  A  :  sin  B  =  sin  a  :  sin  b ; 

(2)  Cos  a  =  cos  b  cos  e  +  sin  b  sin  e  cos  A  ; 

(3)  Cot  b  sin  c  =  cos  e  cos  A  +  sin  A  cot  B ; 

(4)  Cos  A  =  —  cos  B  cos  0  +  sin  B  sin  C  cos  a. 
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In  calculation  it  is  often  more  convenient  to  use,  instead  of  the  latter  formulas,  those 
especially  arranged  for  logarithms,  which  will  be  found  in  any  of  the  many  books  devoted 
to  mathematical  formulas. 

In  addition  to  the  mere  solution  of  triangles  on  the  spherical  projection,  it  is  also  necessary 
to  connect  by  equations  the  actually  measured  angles  with  the  lengths  and  inclinations  of 
axes  of  the  crystals  themselves.  These  equations  are  given  in  connection  with  the  different 
systems. 

The  following  relation  between  the  planes  in  the  same  zone  is  also  of  very  wide  appli- 
cation : 

Let  P,  Q,  S,  R  be  the  poles  of  f onr  planes  in  a  zone  (f.  760),  having  the  following  indices, 
viz.  :  P  =  {hid),  Q  =  (pqr),  B  =  (wno\  8  =  (xyz).    The  folowing  relation  may 
760  be  deduced  between  them,  on  the  supposition  that  PQ<  PE. 

"*B  cot  PS  -  cot  PK  =  (P.Q)       (S.B) 

cot  PQ- cot  PR       (Q.R)  '    (P.S)  ' 

Here  (P.Q)  =  kr-lq  =  Ip-hr  =7iq-kp 

'  (Q.R)       qw  —  rv     ru—pw     pt>—quy 

(8.R)  __  wy  —  zv  ___  zu  —  xw  __wt>  —  yu 
"(RS)"  ~  kz-ly~~  lx-hz~  hy  -  kx      ' 


(4) 


(6) 


By  means  of  the  above  equation  it  is  possible  to  deduce  the  indices  or  angle  of  a  fourth 
plane,  when  those  of  the  three  others  are  given.  In  the  application  of  this  principle  it  is 
essential  that  the  planes  should  be  taken  in  the  proper  order,  as  shown  above :  to  accomplish 
this  it  is  often  necessary  to  use  the  indices  and  corresponding  angles,  not  of  (Afc/),  but  its 
opposite  plane  (/<£?),  etc. 

In  the  orthometric  systems  this  relation  admits  of  being  much  simplified. 

If  one  of  the  above  four  planes  coincides  with  a  pinacoid  plane  (100),  (010),  or  (001),  and 
another  with  a  plane  in  a  zone  with  a  second  pinacoid  90°  from  the  first,  then  the  following 
relations  hold  good  for  two  planes  P(MQ,  and  Q(pqr)  in  this  zone : 

h    tanPA       *       I 

p  '  tan  QA  —  q  ~~  r' 

h_k    tanPB_J 

p  ~  q  '  tan  QB  ~~  r' 

h_k_l_    tan  PC 

p  ~~  q  ~"  r  '  tan  QC# 

As  a  further  simplification  of  the  above  equation  for  the  case  of  a  prismatic  plane  (AJfeO),  or 
a  dome  (MX)  or  (0&1),  between  two  pinacoid  planes  00°  from  another,  we  have  : 

h  _  tan  (100)  (110)  m  h      tan  (001)  (AW) .  k      tan  (001)  (OK) 

k  ~  tan  (100)  {JikO) ;  /       tan  (001)  (101) '  I      tan  (OOfHOll)' 

These  equations  are  the  ones  ordinarily  employed  to  determine  the  symbol  of  any  prismatic 
plane  or  dome.  It  will  be  seen  at  once  that  all  the  above  relations  for  rectangular  zones  art- 
essentially  identical  with  those  given  on  p.  59,  though  here  expressed  in  a  clearer  and  more 
concise  form. 

Systems  op  Crystallization. 

All  crystals  are  divided  into  six  classes,  according  to  the  degree  of  symmetry  which  charac- 
terizes them.  This  symmetry,  as  well  as  the  relations  of  the  different  planes  of  a  crystal,  L« 
shown  in  the  lengths  and  position  of  the  axes  which  are  taken  for  each.  With  reference  to 
their  axial  relations  crystals  are  divided  into  the  following  six  systems: 

I.  Isometric  System. —Three  equal  axes  (a,  a,  a)  at  right  angles  to  one  another. 

II.  Tetragonal  System.— Two  equal  lateral  axes  (a,  a),  and  a  third  vertical  axis  (c)  of  un- 
equal length;  all  at  right  angles. 
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III  Hexagonal  System. — Three  equal  lateral  axes  (a,  a,  a)  crossing  at  angles  of  60°,  and  a 
fourth  vertical  axis  (c)  of  unequal  length,  perpendicular  to  tie  plane  of  the  others. 

IV.  Orthorhombic  System.  — Three  unequal  axes  (c,  6,  d)  at  right  angles  to  each  other. 

V.  MonocUme  System — Three  unequal  axes  (r,  b,  d) ;  the  angle  between  6  and  ft,  and 
between  b  and  d  =  90°,  but  the  angle  between  c  and  d  greater  and  less  than  90°. 

VI.  Tridijuc  System. — Three  unequal  axes  (c,  b,  d) ;  the  axial  angles  a,  /?,  y  all  oblique. 

I.  Isometric  System. 

The  symbol  [hid]  embraces  all  the  forms  possible  under  each  system  in  the  most  general 
case.  Since  in  the  Isometric  System  all  the  axes  are  of  equal  value,  it  obviously  follows 
from  the  symmetry  of  the  system  that  each  one  of  the  indices  may  be  exchanged  for  each  of 
the  others,  so  that  the  total  number  of  planes  possible  will  be  given  by  all  the  arrangements 
of  the  indices  ±A,  ±k,  ±2,  or  as  follows: 


hJd 

m 

m 

klh 

Wc 

Jkk 

m 

m 

w 

m 

Ihk 

Wi 

hki 

m 

m 

m 

ihk 

Uch 

m 

Kik 

m 

JcVi 

IhJc 

Uch 

m 

m 

khl 

klh 

UiJc 

Uch 

m 

m 

m 

m 

Xhk 

Uch 

m 

m 

m 

m 

M 

Ikh 

m 

m 

m 

m 

M 

Uch 

A.  Eohhedral  Forms. 

There  are  seven  cases  possible  among  the  holohedral  forms  of  this  system,  according  to  the 
values  of  A,  k,  L  These  are  shown  in  the  list  below,  to  which  are  added  the  symbols,  after 
Naumann,  given  on  p.  14,  though,  as  already  explained,  written  in  the  inverse  order.  In  the 
most  general  case  [hid]*  the  form  includes  forty -eight  similar  planes,  and  in  the  most 
special  cose  [100],  there  are  included  six  similar  planes. 


Miller. 

Naumann. 

1.  [hkl]  ;  h>k>l. 

a 

:  na  :  ma 

[m-ri]* 

2..[hkk];  h>k. 

a 

ma  :  ma 

[m-m] 

3.  [hhk];  h>k. 

a 

i  a :  ma 

[m]. 

4.  [lit];  h  =  k  =  l=l. 

a 

a  :  a 

[1]. 

5.  [MO] ;  1  =  0. 

a 

na  :  coa 

[*-»]. 

6.  [110]  ;  h  =  k  =  1 ;  I  = 

=  0. 

a 

a  :  coa 

[fl. 

7.  [100]  :  h  =  1,  k  =  I  = 

0. 

a : 

coa  :  <x>a 

[*j. 

The  seven  distinct  forms  corresponding  to  these  symbols  are  as  follows,  taken  in  the  same 
order  as  on  pp  14r-20,  where  the  forms  are  described : 

Cube  (f.  761).— Symbol  [100],  including  the  six  planes  (100),  (010),  (lOQ),  (010),  (001), 
(001).     See  also  the  spherical  projection  (f.  766). 

761  762  763  764  765 


-V 


\0 

7T* 


■c 


[100] 


[111] 


[HO] 


[100]  [111] 


[100]  [110]  [111] 


Octahedron  Jf.  762). — Symbol  [111],  including  the  eight  planes  taken  in  order  shown  in 
f.  762,  (111),  (111),  (III),  (111),  (111),  (111),  (111),  (HI). 


♦In  general  the  indices  of  any  individual  plane  are  written  (hkl),  whereas  the  general 
symbol  \7M]  indicates  ail  the  planes  belonging  to  the  form,  varying  in  number  in  the  different 
systems ;  thus,  in  this  system,  [100]  is  the  general  symbol  for  the  six  similar  planes  of  the 
cube. 
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Dodecahedron  (f.  763).— Symbol  [110],  including  the  twelve  planes,  (110),  (IlO),  (110, 
(110),  (101),  (Oil),  (101),  (Oil),  (101),  (Oil),  (101),  (Oil). 

The  relations  between  these  three  forms  are  given  in  full  on  pp.  15,  16,  and  need  not  be 
repeated.  It  is  to  be  noticed  that  the  distance  between  two  contiguous  poles  of  [100]  and 
[110]  is  45°  (see  f.  766) ;  between  those  of  [100]  and  [111]  it  is  54°  44',  and  between  (ilO)  and 
(111)  it  is  35°  16'.  Moreover,  the  angle  between  (111)  and  (111)  is  70s  32',  and  between  (111) 
and  (111),  1093  28'. 

766 


[211] 


[3H| 

Tetragonal  trisoctahedron  (f.  767,  768).— Symbol  [hkk],  with  h  >&,  comprising  twenty-fonr 
similar  planes. 

Trigonal  truoctahedron  (f.  769). — Symbol  [hhk]y  with  A  >*,  also  embracing  twenty -four  like 
planes. 

769  770  771  772 


[210] 


[310] 


[321] 


Tetrdhexahedron  (f.  770. 771). — Symbol  [hkO\  including  twenty-four  like  planes.  As  seen  on 
the  spherical  projection  (f.  766),  the  planes  of  the  form  [M0]  lie  in  a  zone  with  the  dodeca- 
hedral  planes,  between  two  pinacoid  planes. 

Hexoctahedron  (f.  772),  [AAtf].— This  is  the  most  general  form  in  the  system,  including  the 
forty-eight  planes  enumerated  on  p.  405.  Their  position  (h  —  3,  k  =  2,  I  =  1)  is  shown  on 
the  spherical  projection  (f.  766). 


B.  Hemihedral  Forms. 

There  are  two  kinds  of  hemihedral  forms  observed,  as  shown  on  p.  20:  (1)  the  hoiofam*- 
Tiedral,  where  half  the  quadrants  have  the  whole  number  of  planes ;  and  (2)  the  hdohemihedral 
where  all  the  quadrants  have  half  the  full  number  of  planes.  The  first  land  produces  ineUned 
hemihedrons,  indicated  by  the  symbol  n[hhl\,  and  the  second  kind  produces  parallel  hemihe- 
drons,  indicated  by  the  symbol  7t[hkt}.    The  resulting  forms  in  the  several  cases  are  as  follows : 
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Inclined  Hemihedrism. — Tetrahedron  (±1).  Symbol  *[111].  The  plus  tetrahedron 
(f.  773)  includes  the  four  planes  (111),  (111),  (111),  (ill).  The  minus  tetrahedon  (f.  774) 
includes  the  planes  (ill),  (ill),  (111),  (III). 


41H] 


<lll] 


4211] 


K[121] 


k[321] 


Hemi-lrisoctahedron*. — The  symbol  K[7tkk]  denotes  the  solid  shown  in  f.  775,  and  K\hhk\ 
the  solid  shown  in  f .  776.  They  are  the  hemihedral  forms  of  the  tetragonal  and  trigonal 
trisoctahedrons  respectively. 

Hctni-hexoctaJtedron. — The  same  kind  of  hemihedrism  applied  to  the  hexootahedron  pro- 
duces the  form  shown  in  f.  777,  having  the  general  symbol  n[Jdd\. 

Inclined  hemihedrism  as  applied  to  the  three  other  solids  of  this  pystem  produces  forms 
in  no  way  different,  in  outward  appearance,  from  the  holohedral  forms. 

Parallel  Hemihedrism  produces  distinct,  independent,  forms  only  in  the  case  of  the 
tetrahexahedron  and  the  hexootahedron.  The  symbol  of  the  former  is  tt[M0],  and  of  the 
latter,  -x[JUd\ ;  they  are  shown  in  f.  778-782. 


7T[210] 


irplO] 


7T[120] 


ir[210]  [100] 


7T[321] 


Tetratohedral  forms  of  several  kinds  are  possible  in  this  system,  but  they  are  of  small 
piactical  interest. 


Mathematical  Relations  of  the  Isometric  System. 

(1)  The  distance  of  the  pole  of  any  plane  P(hkl)  from  the  cubic  (or  pinacoid)  planes  is  given 
by  the  following  equations.  These  are  derived  from  equation  (2),  p.  401.  Here  PX(=PA) 
is  the  distance  between  {hid)  and  (100);  PY(=PB)  is  the  distance  between  (hkl)  and  (010); 
and  PZ(=PC)  that  between  (hkl)  and  (001). 

The  following  equations  admit  of  much  simplification  in  special  cases,  for  (M0),  {lihk),  etc. 


cos- PA  = 


7i« +  *•  +  «•" 


COS8  PB: 


** 


•tf  +  jfcl  +  J*' 


cos8  PO  = 


#  +  *»  +  *■• 


(2)  The  distance  between  the  poles  of  any  two  planes  (hkl)  and  (pqr)  is  given  by  the  fol- 
lowing equation,  which  in  special  cases  may  also  be  more  or  less  simplified : 

oosPO-  hp  +  kg+lr 

(3)  Calculation  of  the  values  of  A,  k,  2,  for  the  several  forms. — (a)  Tetragonal  trisoctahe- 
dton  (1  767).    B  and  G  are  the  supplement  angles  of  the  edges  as  lettered  in  the  figure. 


oosB  = 


A* 


h*  +  W 


0080  = 


2A&  +  k* 

h*  +  2** 
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For  the  hemihedral  form  (f.  775),  ooa  B  = 


A8  +  2ft8' 


{b)  Trigonal  trisoctdhedron. — The  angles  A  and  G  are,  as  before,  the  supplements  of  the 
interfacial  angles  of  the  edges  lettered  as  in  f .  769. 

A      A*  +  2AA  _      2A8-A» 

~A=air+*-      C08B  =  2tfT#- 

For  the  hemihedral  f orm  (f.  776),  cos  B  =  -~ — -  . 
Tetrahexahedron  (f.  770), 

.       a*         n      2A* 

008  A=MTTt;  oos  c  =  - 


-*■  +  #»  —  ~  #  +  *«• 
For  the  hemihedral  form  (f.  778),  oos  A"  =  *!"""?!  .  oos  C  =  ,   ** 


h*  +  #  •  —  -  ~  A*  +  *f 

Hexoctahedron  (f.  772). 

A         Aa  +  2iK  A8  +  A*-P  2A*  +  P 

wA  =  y4-y  +  ^;008B  =  yT^T7i-;  oog0  =  y  +  y+P' 

A*  —  2W 
For  the  hemihedral  form  K[7ikZ\  (f.  777),  oos  B'  =  p rj — :j. 

rI7M  A,      A8-#  +  P  _,      ld  +  lh  +  hk 

For  ir[MQ.  cos  A  =  g  -  y  +  y  ;  oos  C  =ff  +  g  +  |.- 

For  planes  lying  in  the  same  zone  the  methods  of  calculation  given  on  p.  402  and  p.  404 
are  made  use  of.  In  many  cases,  however,  the  simplest  method  of  solution  of  a  given  prob- 
lem is  by  means  of  the  spherical  triangles  on  the  projection  (f.  766). 

II.  Tetragonal  System. 

In  the  Tetragonal  System,  since  the  vertical  axis  e  has  a  different  length  from  the  two 
equal  lateral  axes,  the  index  I,  referring  to  it,  is  never  exchangeable  for  the  other  indices,  A  and  k. 
The  general  form  [hid]  consequently  embraces  all  the  planes  which  have  as  their  symbols 
the  different  arrangements  of  ±A,  ±A,  ±4  in  which  I  always  holds  the  last  place.  We 
thus  obtain : 


hkl 

M 

m 

hkl 

khi 

m 

JcJd 

kM 

hkl 

m 

m 

hki 

w 

m 

m 

km 

A.  Ilolohedral  Forms. 

According  to  the  values  of  A,  k>  and  I  in  this  general  form  (A  ■=.  0,  k  =  A,  etc.),  different 
cases  may  arise.  By  this  means  we  obtain  a  list  of  all  the  possible  distinct  holohedral  forms 
in  this  system.     They  are  analogous  to  those  of  the  Isometric  System. 


Miller. 

Naumann. 

1.  [AH] ; 

A>A. 

a  :  na  :  me 

\m>ri\ 

2.  [hhl]  ; 

h  =  k. 

a  i  a:  mo 

\m\. 

3.  [AW]  ; 

h  or  k  =  0. 

a  :  ooa  :  me 

\m-i\. 

4.  [hLO] ; 

h>k,l  =  0. 

a  :  na  :  oo  e 

i-n\. 

5.  [110] ; 

.h  =  k  =  l,l  =  0. 

a  :  a  :  ooc 

il. 

6.  [100] ; 

*  =  0,  J  =  0. 

a  :  ooa  :  ooc 

W|. 

7.  [001]  ; 

A  =  k  =  0. 

ooa  :  ooa  :  e 
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The  forms  answering  to  these  general  symbols  (compare  f.  790;  are  as  follows : 

Basal  planes.—  Symbol  [001],  including  the  planes  (001)  and  (001). 

Prism* \—  (a)  Diametral  prism,  or  that  of  the  second  series  (f.  783).  Symbol  riOOL  in- 
cluding the  four  planes  (100),  (010),  (100),  (010).  ' 

(b)  toprism  or  prismof  the  first  series  (f.  784).— Symbol  [110],  embracing  the  four 
planes  (1 10),  (110),  (110),  (110).     The  relation  of  these  two  prisms  is  shown  on  p  26 

Afv^^      SrSymbo1  mh  *******  ^ eight  piajues  (A*°>'  («o)f<{»)), 

Octahedrons or  Pyramids.— There  are  two  series  of  octahedral  planes,  corresponding  to  the 
two >  square  prisms,  (a)  Octahedrons  of  the  second,  or  diametral  series.  Symbol  TAM,  in- 
eluding  eight  similar  planes.     The  form  [101]  is  shown  in  f.  786. 

(ft)  Octahedrons  of  the/rtf,  or  unit  series.— Symbol  [MX],  embracing  eight  similar  planes. 
The  form  [111]  is  shown  in  f.  787. 


784 


( ? 
T5*! 


72 


785 

3 


'2 


/2 


[100]  [001] 


[HO] 


[210] 


[101] 


[111] 


Octagonal  Pyramids.— The  general  symbol  [MJ]    embraces,  as   already  shown,  sixteen 
like  planes,  which  together  form  the  octagonal  pyramid  shown  in  f .  788. 


788 


790 


II 


»  litf 


[Atf] 


Meionite. 


The  relations  of  the  various  tetragonal  forms  will  be  understood  by  reference  to  f.  790, 
showing  the  projection  for  the  crystal  represented  in  f.  789. 


B.  HemUiedral  Forms. 

Among  the  hemihedral  forms  there  are  to  be  distinguished  three  classes, 
as  shown  on  p.  28  et  seq.  1.  Sphenoidal  hemihedrons,  corresponding  to  the 
inclined  hemihedrons  of  the  isometric  system.  They  are  indicated  by  the 
symbol  -\hJd\.     The  sphenoid  a- [111]  is  shown  in  f.  791. 

2.  Pyramidal  hemihedrons,  that  is,  those  which  are  hemiholohedral,  and 
vertically  direct.      These  are  indicated  by  the  symbol  k[JiM\. 

3.  Trapezoidal  hemihedrons,  hemiholohedral  like  those  just  mentioned, 
but  vertically  alternate.    They  have  the  symbol  ic'[hkl]. 
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Mathematical  Relations  of  the  Tetragonal  System. 

(1)  The  distances  of  the  pole  of  any  plane  Y(hJd)  from  the  pinaooid  planes  100  (=  PA),  010 
(=  PB),  001  (=  PC)  are  given  by  the  following  equations: 

oos'PA  = ^ cos'PB  = ^_.oo9»pc=  P(* 

These  may  also  be  expressed  in  the  form : 

tan*  PA  =  — rr-5 — ;  tan*  PB  =  — z^ — ;  tan*  PC  =  — j^-z — . 
h*c*  k*o*      '  Pa* 

(2)  For  the  distance  between  the  poles  of  any  two  planes  (AJU),  (pgr),  we  have  in  general : 

coaPO-      hp*  +  kq*  +  W 

VK^+AV  +  Pa']  [&  +  &*  +  *<*}' 

The  above  equations  take  a  simpler  form  for  special  cases  often  occurring. 

(3)  Planes  in  the  same  zone. — For  the  general  case  of  planes  (hid)  and  (pqr)  the  re- 
lation given  in  equation  4  (p.  404)  is  made  use  of.  In  the  special  cases,  practically  of  the 
most  importance,  where  the  planes  lie  in  a  zone  with  a  pinacoid  plane,  the  simplified  formula* 
are  employed. 

For  the  octagonal  prism  this  relation  becomes: 

tan  (100)  (hkO)  =  cot  (010)  (hkO)  =  j . 

Determination  of  the  axis  c. — This  follows  from  equation  (1),  p.  401,  which,  for  this  esse, 
becomes : 

1  c 

voos  PA  =  -  cos  PC,  (a  =  1). 

For  an  octahedron  (hOl)  in  the  diametral  series,  we  have : 

tan  (fc(K)  (001)  =  y. 

For  the  unit  octahedron  (111),  we  have  : 

tan(lll)(001).oos45o  =  <L 

IIL  Hexagonal  System. 

The  Hexagonal  System  and  its  hemihedral,  or  rhombohedral,  division  are  both  included  by 
Miller  in  his  Rhombohedral  System  (see  p.  420).  All  hexagonal  and  rhombohedral  form* 
are  referred  by  him  to  three  equal  axes,  oblique  to  one  another,  and  normal  to  the  faces  of 
the  unit  rhombohedron.  This  method  has  the  great  disadvantage  of  failing  to  exhibit  the 
hexagonal  symmetry  existing  in  the  holohedral  forms,  since  in  this  way  the  similar  planes  of  a 
hexagonal  pyramid  receive  two  different  sets  of  symbols,  having  no  apparent  connection  with 
each  other.  It,  moreover,  hides  the  relation  between  this  system  and  the  tetragonal  system, 
which,  optically,  are  identical,  since  they  possess  alike  one  axis  of  optical  symmetry. 

The  latter  difficulty  was  avoided  by  Schrauf,  who  introduced  tho  Orthohexagonal  Sys- 
tem. In  this  the  optical  axis  was  made  the  crystallographical  vertical  axis,  and  otherwise 
two  lateral  axes,  at  right  angles  to  each  other,  were  assumed,  a  and  a\8.  This  method,  how- 
ever, does  not  overcome  the  other  obj  ection  named  above. 

In  the  method  of  Weiss  and  Naumann  a  vertical  axis,  coinciding  with  the  optical  axis,  was 
adopted,  and  three  lateral  axes  in  a  plane  at  right  angles  to  it,  they  intersecting  at  angles  of 
60  \  corresponding  to  the  planes  of  symmetry  in  the  holohedral  forms  (see  p.  420).  In  this 
way  only  can  the  symmetry  of  the  hexagonal  forms  be  clearly  brought  out,  and  at  the  same 
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time  the  relation  between  the  hexagonal  and  tetragonal  systems  exhibited.  Recently  Groth 
(Tsch.  Min.  Mitth.,  1874,  223,  and  Phys.  Kryst.,  1876,  p.  262)  has  shown  that  the  complete 
symbols  of  Weiss  and  Naumann  could  be  translated  into  a  reciprocal,  integral  form  after 
the  manner  of  Miller.  The  symbols  then  obtained,  as  was  also  shown,  admit  of  a  like  con- 
venient use  in  calculation.  Essentially  the  same  method  was  proposed  in  1866  by  Brayais, 
and  his  suggestion  is  followed  here ;  the  more  important  equations,  expressing  the  relations 
between  the  poles  of  the  planes,  their  indices,  and  the  axes  of  the  crystal  are  also  added. 
They  are  given  somewhat  in  detail,  since  they  are  not  included  in  any  of  the  works  on  Miller's 
System  before  referred  to. 

All  hexagonal  forms  are  referred  to  a  vertical  axis,  c,  and  three  equal  lateral  axes  in  a 
plane  at  right  angles  to  it,  intersecting  at  angles  of  60° 
and  120°  (f.  702).  The  general  symbol  for  a  plane  in  this 
system  is  (likli),  where  it  is  always  true  that  the  alge- 
braic sum  of  A,  k,  I  is  zero,  that  is,  h  ■+-  k  +  I  =  0.  The 
indices  here  are  the  reciprocals  of  those  of  Naumann, 
except  that  the  index  I  has  the  opposite  sign,  and  the 
order  of  two  of  the  indices  is  inverted.  According  to 
him  the  general  symbol  of  any  plane  is  m-n  (=mPn), 


or,  in  full, — 7a  :  a  : 

1  71-1 


na  :  inc.    Thus  the  plane  3-$  (8P$) 


has  the  full  symbol,  3a  :  a  :  $  a  :  3c,  or  to  correspond 
with  the  other  symbols  it  must  be  written,  3a  :  ja  :  a  :  8c. 
The  reciprocals  of  the  latter  indices  are  fc  :  f  :  1  :  i,  or, 
reduced  to  integers  (and  changing  the  sign  of  I)  (1231), 
which  is  the  symbol  according  to  the  plan  here  fol- 
lowed. Similarly  the  plane  (2243)  gives,  on  taking  the 
reciprocals,  fa  :  -Ja  :  ±a  :  fc,  which  is  equivalent  to  2a  :  2a 
:  a  :  $c,  or  in  Naumann's  abbreviated  form  $-2(=£P2). 

It  is  the  great  advantage  of  this  method  that  it  makes  it  possible  to  change  the  almost  uni- 
versally adopted  symbols  of  Weiss  and 
Naumann  into  a  form  which  allow  of  all 
the  readiness  of  calculation  and  the  appli- 
cation to  the  spherical  projection  which 
are  the  characteristics  of  Miller's  System. 

In  calculations,  both  by  zone  equations 
and  other  methods,  only  two  of  the  indices 
A,  k,  or  I  of  the  form  {hkli)  need  be 
employed,  with  the  remaining  index  i  (re- 
ferring to  the  vertical  axis).  This  is  ob- 
viously true,  since  the  three  indices  named 
are  connected  by  the  equation  h  +  k  •+■  I 
=  0.  Disregarding,  then,  in  calculation 
the  third  index  I,  as  shown  beyond,  the 
planes  are  referred  to  two  equal  lateral 
axes,  intersecting  at  on  angle  of  120°, 
and  a  third  vertical  axis  c. 

The  symbol  [hkli]  in  its  more  gen- 
eral form  embraces  twenty-four  planes, 
as  is  evident  from  an  inspection  of  the 
spherical  projection,  f.  793.  Here  hy  k,  I 
are  of  equal  value  and  mutually  exchange- 
able, with  the  condition,  however,  that 
their  algebraic  sum  shall  always  equal 
zero.     Of  the  twenty -four  planes  of  the 

dihexagonal  pyramid,  the  following  are  those  of  the  upper  quadrants  mentioned  in  order 
from  left  to  right  around  the  circle  (1  793).  Those  below  have  the  same  symbols,  except  that 
the  index  %  in  each  case  is  minus : 


(hkli) 


ihtici) 

(Mki) 


{klM) 


(tkhi) 
{VcM) 


(Jhki) 


(fchU) 
{khh) 


In  this  general  form  [hkli]  the  following  special  cases  are  possible,  each  one  giving  rise 
to  an  independent  form  or  group  of  forms,  as  seen  below : 
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Bbavais-Miller. 

Naumann.* 

1. 

[hkU] 

n 

— 7  :na  :  a  :mo 
n~l 

[ro-»] 

8. 
3.- 

\  [7ih2K2i\ 
[1122]  ; 
[Ohhi]  ; 

[OHi] ; 

,  k  =  h  .  \  I  =  2h 
h  =  k  =  l.\l  =  2,i  =  2 
k  =  Q.:l  =  h 
h  =  l,k  =  0.\l  =  l 

2a  :  2a:  a  :  me 
2a  :  2a  :  a  :  c 
aoa  :  a  :  a  :  me 
coa  :  a  :  a  :  c 

[m-2] 
[1-2] 
[m] 
[1] 

4. 

[AM)]; 

*  =  0 

n 
— 7  a  :  7ia  :  a  :  ooc 

[»-»] 

5. 
6. 

7. 

[11501  ; 
[0110]  ; 
[0001]; 

*  =  0,  h  =  k  =  l  .\  1  —  2                2a:2a:a:aoc 
i  =  0,  k  =  0,  h  =  1  . ;.  2  =1            oo  a  :  a  :  a  :  <x>  c 
h  —  k  =  l  =  Q.                                oo  a  :  oo  a  :  oo  a  :  c 

[*-2] 

U] 
[0] 

A.  Holohedral  Forms. 

The  forms  to  which  these  symbols  belong  have  been  already  mentioned  on  pp.  82-3i 
They  may  be  briefly  recapitulated  here.  They  are  taken  in  the  reverse  order  from  that  given 
in  the  table. 

Basal  planes.— Symbol  (0001)  and  (0001). 

Prisms. — {a)  The  unit  prism  (/).  General  symbol  [01 10],  including  (sf»e  f.  793.  794)  the 
six  planes  with  the  following  symbols:    (0110),  (1100),  (1010),  (0110).  (1100),  (lOlO). 

(b)  The  diagonal  prism  (i-2).  General  symbol  [1_1_50],  including  (f.  793,  795)  the  follow- 
ingsix planes :  (1120),  (J210),  (2110),  (1120),  (1510),  (2ll0). 

\e)  The  dthexagonal  prism  (i-n).  General  symbol  [hklO],  embracing  the  following  tweke 
planes  mentioned  in  order : 

(hkXO),  (M0),  (M0),  Qkh0\  (7A*0),  (JchlO),  (MlO),  (7*7*0),  (klhQ),  (#£0),  (KX0),  (khlO). 

Hexagonal  pyramids,  or  Quurteoids. — (a)  The  pyramids  of  the  first  or  unit  series.  General 
symbol  [0/ihi]  embracing  twelve  similar  planes.  All  the  pyramids  of  this  series  lie  in  i 
zone  between  the  unit  prism  [0110]  and  the  base  [0001].  A  special  case  of  this  is  when 
h  =  k  =  i  =  1.    The  planes  of  this  form  (f.  796)  are  shown  on  the  projection,  f.  793. 


794 


795 


<r\ 

o 

> 

:  i 

i 

"1 

i 

k 

Si 
S 

^'1* 


/"""\  V 


[0110] 


[1120] 


[0111] 


[Jlkli] 


(b)  Pyramids  of  the  second,  or  diagonal  series.  General  symbol  [hh2h2i\%  including  twelve 
planes,  analogous  to  those  of  the  pyramid  unit  series.  All  the  pyramids  of  this  series  lie  in 
a  zone  between  Tihe  diagonal  prism,  whose  general  symbol  is  [ll50J,  and  the  basal  plane 
[0001]. 

Twelve-sided  pyramids,  or  Bervlloids  (f.  997),— General  symbol  M,  including  the  twenty- 
four  planes  enumerated  on  p.  411. 

*  The  order  of  the  terms  in  the  symbols  below  is  made  to  correspond  to  that  of  the  indioe* 
h,  k,  I 
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B.  Hemihedral  Forms. 

The  most  important  of  the  hemihedral  forms  in  this  system  are  as  follows  : 

1.  Pyramidal  hemihedrism. — This  comes  under  the  head  of  holohemihedral  forms,  which 
are  vertically  direct  (see  pp.  34,  85).  It  is  indicated  like 
the  corresponding  hemihedrism  in  the  tetragonal  system 
w[hkK\.    It  is  common  on  apatite. 

2.  Ehombohedral  hemihedrism.— These  included 
here  are  hemiholohedral,  and  vertically  alternate.  They 
are  indicated  in  general  by  ic[hk!i\.  This  class  is  import- 
ant, since  it  embraces  the  Ehombohedral  Division. 

(a)  Rhombohedrons.  Symbol  ic[Qhh%\  ;  the  unit,  or 
fundamental  rhombohedron  (+R,  f.  798)  has  the  symbol 
ff[0111],  including  the  six  planes:  (01 11),  (1011), 
(1101),  (1011),  (1101),  (0111).  The  negative  rhombohe- 
dron {-Bit  799)  includes  the  planes:  (1101),  (0111), 
(1011),  (0111),  (1011),  (1101). 

(b)  Sealenohedrons  (f.  800).     Symbol  it\hkli\. 
8.  Gtroidal,  or  trapezohedral  hemihedrism. — The 

forms  here  included  are  holohemihedral,  and  vertically 
alternate.     They  are  indicated  by  k  [hkli]  ,  see  p.  89. 

4.  Tetratohedrism.— This  may  be  (1)  rhombohedral, 
indicated  by  Kw[hkli]  ;  or  (2)  trapeeohedral  (gyroidal),  as  common  on  quarts,  having  the  gen- 
eral symbol  iuc'[hkli]. 


Mathematical  Relations  of  the  Hexagonal  System. 

In  the  Hexagonal  System,  as  has  been  explained,  the  symbol  in  general  has  the  form 
[7tkli\%  where  the  algebraic  sum  of  A,  k,  and  I  is  zero.  This  general  symbol  has  four  in- 
dices, referring  respectively  to  the  three  equal  lateral  axes  and  the  vertical  axis,  as  shown 
in  f.  792,  thus  showing  the  fundamental  hexagonal  symmetry  of  the  forms.  Since,  however, 
the  position  of  a  plane  is  known  by  its  intersection  with  three  axes  alone,  two  of  the  three 
indices  7i,  Jc,  I  are  all  that  are  needed  in  calculation,  the  third.  I,  being  a  function,  as  given 
above,  of  h  and  k.  The  mathematical  relations  of  the  planes  in  this  system  are  brought  out  by 
referring  them  to  three  axes,  viz.,  two  equal  lateral  axes  H,  K,  (=  a  =  1)  oblique  (120°  and 
60  )  to  one  another,  and  a  third  axis  {c)  of  unequal  length  perpendicular  to  their  plane. 

This  applies  also  to  the  calculation  by  zonal  equations.  The  indices  (u,  v,  w)  of  the  zone 
in  which  the  planes  (AAtf),  (pqrt)  lie,  are  given  by  the  scheme : 

h       k       i       h       k 

XXX 

p        q        t       p        q 


n  =  kt  —  qi     y  =  ip  —  ht 


w  =  hq  —  kp. 


(1)  The  distances  (see  f .  798)  of  the  pole  of  any  plane  (hkU)  from  the  poles  of  the  planes 
(1010),  (0110),  (1100),  and  (0001)  are  given  by  the  following  equations: 


cos  PA 


=  oos  (MH)  (1010)  =  vfirng(jp±J-ng). 
ooe  PB  =  «*  W)  (OHO)  =  Vse  +  £h(ht*%+hky 


oo.  PM  =  oo.  (UK)  (1100)  =  ^^^^-^ 
oo.PO=oo.(**)(0001)  =  VWT^1WTJ^. 
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(2)  The  distance  (PQ)  between  the  poles  of  any  two  planes  (7ikti)  and  (pqrt)  is  given  by  the 
equation : 

pQ=  3ft  +  W{hq  +  pk  +  2hp  +  2kg) 

H       y/  [$p  +  4<-*(Aa  +  k*  +  h k)]  [St*  +  U\  p*  +  q*  +  pg)] ' 

(3)  For  special  cases  the  above  formula  becomes  simplified ;  it  Berves  to  give  the  value  of 
the  normal  angles  for  the  several  forms  in  the  system.     They  are  as  follows : 

(a)  Hexagonal  Pyramid  [OAAt],  f.  790, 

cos  X  (terminal)  =  ^-^W6* '  C0S  Z  t1*1*  =  W+4W 

For  the  hexagonal  pyramids  of  the  second  series  [0A2A2t]  the  angles  have  the  same  value. 

(b)  Dihexagonal  Pyramid  [AA?i], 

cob  X  rsee  f  797)  -  W  +  •*<* +  *'+4^> 
cob  X  (see  t  797)  -  ^—.^^^  +  ^ 


8»*  +  4cJ(A*  +  A*  +  AA) 


AA) 

_  4ff(A»  -h  A»  -f  AA)  - 
Ma^)  "  8i»  +  4c*(A*  +  **  + 

(6)  Dihexagonal  Prism  [AH)], 


cos  Z  (basal)         =  .,.»  ,    . ..... , ' — . ,-- 

v         '  3*s  -h  4c2(A*  +  A*  -h  AA) 


A*  +  A8  +  4AA 
cos  X  (axial)       =  - 


2(A*  +  A*  +  AA)' 


V/..  1%       2A*  +  2AA-A* 

cos  Y  (diagonal)  ^^-^-^ 


(d)  Bhombohedron  K[QJJii]} 


Si9  —  2A*c* 
cos  X  (terminal)  =  ^- 


•'  -  3»»  +  4^Ar 

3**  +  2<K2A*  +  2AA- 

-A«) 

8i*  +  4.-V4*  +  A*  + 

A*) 

Si8  +  2<?(2A8  +  2AA  - 

-A*) 

(e)  Scalenohedron  jc[AA7t], 

cos  X  (see  f.  800)  = 


cos  Y  (see  f.  800)  =  ■  $£i  -  ^  -  ^  +  ^  . 

*/k     i\  2,»(A*  +  A*+4AA)-3»* 

cos  Z  (basal)         =  ■— t^tt*  — ,  s rn- 

v         '  3»"  +  4c*(A*  +  A*  +  AA) 

(4)  Relations  of  planes  in  a  zone.— The  general  equation  (3,  p.  404)  is  to  be  employed. 
For  the  pyramidal  zones  passing  through  the  pole  (0001)  it  takes  a  simpler  form,  viz. : 

A  _  A  _  *     tan  PC 

p  "~  q  ~~  t  "  tan  QC' 
If  Q  =  (0111),  then  ; 

tan  PC      A 
tanQC~7* 

Determination  of  the  axis  ('.—The  value  of  c  may  be  determined  from  any  one  of  the 
equations  which  have  been  given.     The  following  are  simple  cases  : 

AA 
tan(AA2A2»)(0001)  =  ~. 

m  % 

Also  tan  (OAAi)  (0001) .  sin  60°  =  2?,  or  tan  (0111)  (0001) .  sin  OT  a  I 
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IV.  Orthorhombic   System. 

The  Orthorhombic  System  is  characterized  by  three  unequal  rectangular  axes,  c,  b,  d\* 
The  indices  h,  k,  I  may  be  either  plus  or  minus,  in  the  general  form  [hkl],  but  they  are  not 
exchangeable,  since  they  refer  to  axes  of  different  lengths.  This  general  symbol  then  embraces 
the  following  planes : 

(**9  <?*9  #59  (* 


(A*2) 


(AA?) 


W) 


As  different  values  are  given  to  A,  A,  J,  this  general  form  beoomes  more  or  less  specialized. 
The  possible  forms  are  as  follows  : 


1 


[khl] 

[Md] 

[hhl] 

2.      [OH] 

8.      [AW  J 

f[M0] 

4.  \  [W0\ 
(.[HO] 

5.  [010] 

6.  [100] 

7.  [001] 


h>k. 

rib;  d  :mi 

h>k. 

I :  ndinti 

h  =  k. 

b  :  d:  mb 

k  =  0. 

a>5  :  d  :  mb 

A  =  0. 

I  :  ood  :  mc 

1  =  0,  h>k. 

1> :  &  :  coc 

1  =  0,  h>k. 

I :  nd  :  co6 

h=zk=l,l  =  0. 

b  :  n&  :  coc 

h  =  l  =  0. 

coh  :  a  :  <x>6 

k  =  l  =  0. 

b  :  oo  a  :  006 

h  =  k  =  0. 

cob  :  cod  :  6 

[m-n], 
[m-n]. 
[m). 
[m-i]. 

[m-i]. 

[*-*]. 

[*-»]. 

[/]• 

[«]. 

[»-«]. 

[O]. 


These  symbols  belong  to  the  various  distinct  forms  of  this  system,  as  f oIIowb  : 

Pinacoids.—{a)  Basal  plane.  Symbol  [001],  including  the  two  planes  (001)  and  (001).  (b) 
Macropinacoid.  Symbol  [010] ,  including  the  plane  (010),  and  (010)  opposite  to  it.  (c)  Brachy- 
pinacoid.     Symbol  [100],  including  the  planes  (100)  and  (100). 

Prisms.— {a)  Unit  prism  (/).  Symbol  110,  including  four  planes,  (110),  (110),  (110),  (llO). 
{b)  Macrodiagonal  and  brachydiagonal 
prismH,  having  respectively  the  symbols 
[M0]  and  [hkO],  if  A  is  greater  than  k. 
Thus  the  symbol  »-2  corresponds  to  [1 20], 
and«-2  to  [210]. 

Dames. — (a)  Macrodiagonal,  or  macro- 
domett  having  the  symbol  [OH  ] ;  and  (b) 
brachydiagonal,  or  brac7iydom.es,  with  the 
symbol  [?i0i\.  In  each  case  the  symbol 
embraces  four  similar  planes. 

OctaJudrons  or  Pyramids. — The  symbol 
[/ihl]  belongs  to  the  eight  planes  of  the 
unit  pyramids,  all  lying  in  the  zone 
between  the  unit  prism  [110],  and  the 
base  [001].  If  A  =  I  the  form  is  then  [11 1] 
and  the  eight  jalanes  are :  (111)^  (111), 
(111),  (111),  (111),  (III),  (HI),  (111). 

Of  the  general  pyramids  two  cases  are 
possible,  either  [khl]  or  [A&TJ,  when  h>k, 
these  correspond  respectively  to  the  prisms 
[yfcAO]  and  [hkO].  They  are  the  macrodi- 
agonal and  brachydiagonal  pyramids  of 
Naumann ;  thus  2-2  (=2b:d:  2:-)  is  [121], 
according  to  Miller,  and  2-5  (=  b  :  21 :  2c)  is  [211] 

*  The  same  lettering  is  employed  here  as  in  the  early  part  of  this  work ;  it  differs  from  that 
of  Miller  in  that  with  him  a  is  the  macrodiagonal,  and  b  the  brachydiagonal  axis.  Following 
the  method  of  the  other  systems,  the  macropinacoid  should  have  the  symbol  (100),  and  the 
brachypinacoid  (010),  like  the  clinopinacoid  of  the  Monoclinic  System.  It  is  considered  best 
at  present,  however,  to  follow  Miller,  as  his  notation  is  nearly  universally  accepted.  ThiB, 
however,  makes  it  necessary  to  write  the  formulas  after  Naumann,  b  :  na  :  mc,  etc.,  thus 
showing  that  the  letter  A  refers  to  the  axis  b,  contrary  to  the  usage  in  the  other  systems.  It 
is  to  be  noticed  also  that  the  front  plane,  as  the  crystals  are  usually  drawn,  is  (010).  This  is, 
to  be  sure,  always  the  case  with  Miller,  but  other  authorities  make  the  same  plane  in  the 
monoclinic  and  triclinic  systems  (100),  so  that  entire  uniformity  is  in  no  case  possible. 
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For  the  figures  of  the  above-mentioned  forms  see  pp.  42-44.  Their  relations  will  be  under- 
stood from  an  examination  of  f.  801,  showing  the  projection  of  the  crystal  in  f.  758,  p.  402. 
It  will  be  seen  that  all  the  macrodiagonal  planes  lie  between  the  zonal  circles  (diameters) 
(110)  (001),  and  (010)  (001),  and  the  brachydiagonal  planes  between  (110)  (001)  and  (100)  (001). 

Mathematical  Bdations  of  the  Orthorhombie  System* 

(1)  For  the  distance  between  the  pole  of  any  plane  P(AAi)  and  the  pinacoid  planes  we  hire 
in  general : 

«*'  PB  =  co.  <m  (010)  =  AW  -  jpygrpftjy 

P4'e* 
oo.»  PC  =  cos  (hkt)  (001)  =  ftW  +  jfcW  +  fw 

ha  .        he 

Furthermore:  cot  PX  =  -lT-  cos  PXY  =  -^r  cos  PXZ. 

ko  to 

(2)  For  the  distance  (PQ)  between  the  poles  of  any  two  planes  {hid)  and  (pqr) : 

coePQ=     hpa*c*  +  kqb*c*  +  lra*b* 


(8)  For  planes  lying  in  a  zone,  the  general  relation  (p.  404)  is  to  be  employed.    For  the 
special  cases,  practically  of  most  importance,  the  simplified  equations  which  follow  are  used. 
(4)  To  determine  the  lengths  of  the  axes,  the  general  equation  may  be  employed : 

b  ~  *  &  ~~  £  -^^ 
-j-  cos  PA  =  -=-  COS  PB  =  -r-  cos  PC. 
h  h  I 

Here  PA,  PB,  PC  are  the  distances  from  the  pole  of  any  plane  (hkt)  to  the  pinacoid  planes 
(100),  (010),  (001)  respectively.     The  brachydiagonal  axis,  tf,  is  made  the  unit. 

If  the  angle  between  any  dome  or  pridm  and  the  adjoining  pinacoid  plane  is  given,  the  rela- 
tions follow  immediately : 

Ik 
tan  PA  =  tan  (hkO)  (100)  =  -^ 

tan  PB  =  tan  (0«)  (010)  =  ^ 

tan  PC  =  tan  (/*<W)  (001)  =  ^ 


V.  Monoclinic  System. 

In  the  Monoclinic  System  there  are  three  unequal  axes,  and  one  of  these  makes  an  oblique 
angle  with  a  second.    The  axes  are  lettered  as  shown  in  f.  MrJ. 
g02  ^  i*  vertical,  b  the  orthodiagonal  axis,  and  d  the  clinodiagunal 

axis  oblique  to  r,  but  at  right  angles  to  b.  The  symbol  [h& 
embraces  only  four  similar  planes  in  the  most  general  case,  for 
in  consequence  of  the  obliquity  of  one  of  the  axes,  the  quadrants 
above  in  front  correspond  alone  to  those  below  and  behind,  aod 
those  above  behind  correspond  to  those  below  in  front.  Tbi&  i* 
seen  clearly  in  the  projection  of  f.  803.  For  ±A,  ±&,  ±1  the 
symbol  [1ikl\  includes  two  distinct  forms,  viz. : 

(1)       (hkt)  (Aft)  (hkt)  (JJct) 

and     (2)       (hkl)  (MX)  (Met)  (M2) 

The  various  forms  are  as  follows: 


"■jfr 
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Pinacoids.— Base  [001].     Orthopinacoid  [100].     Clinopinaooid  [010].     Each  symbol,  of 
course,  comprehending  two  planes  only. 

804 


Croooite. 


Prisms. — (a)  Unit  prism  [110],  =  d  :  b  :  oo  S  (J)  of  Naumann.  This  symbol  embraces  four 
similar  prismatic  planes,  {b)  Orthodiagonai  prisms  [M0] ,  where  h  >  k,  the  poles  of  these 
prisms  fall  on  the  prismatic  zonal  circle  between  100  and  110  (see  f.  803).  They  correspond 
to  the  prisms  i-n  (=d  :  nb  :  ooc)  of  Naumann.  (c)  Clinodiagonal  prisms.  Symbol  [khO], 
h  >  k,  lying  between  (110)  and  (010).     They  correspond  to  i-h  (=nd  :  b  :  <x>c)  of  Naumann. 

Domes. — (a)  Hemi-orthodomes,  including  two  cases,  (101)  and  (10J),  the  minus  domes  of 
Xaumann  (opposite  the  obtuse  angle) ;  and  also  (101)  and  (101)),  the  plus  domes  of  Naumann 
(opposite  the  acute  angle  0).  [b)  Clinodomes.  Symbol  [Okl],  embracing  four  similar  planes 
|0tf)(0£f),  (Old),  (0$).  The  clinodome  [011],  equivalent  to  1-i  (=cod  :  b  :  mc),  is  one  case 
in  this  form. 

Pyramids.—  The  pyramids  are  all  hemi-pyramids.  (a)  The  symbol  [hM]  includes  the  unit 
pyramids  in  a  zone  between  [110]  and  [001].  (b)  The  symbol  [hkl]  includes  two  sets  of  hemi- 
pyramids,  whose  indices  have  been  given  on  p.  416,  corresponding  respectively  to  ~P  and 
-t-P  of  Naumann. 

If  A  is  greater  than  k  these  are  orthodiagonai  pyramids,  corresponding  to  ±  (d  :  nb  :  oo  r)  of 
Nanmanu.  The  symbol  [khl]  on  the  same  supposition  includes  two  sets  of  planes,  like  those 
of  p.  416,  and  differing  only  in  being  clinodiagomU  ;  equivalent  to  (nd  :  b  :  oo  o)  of  Naumann. 

The  orthodiagonai  planes  lie  between  the  zone  (100),  (001)  and  (110),  (001),  while  the  clino- 
diagonal are  between  the  latter  zone  and  (010)  (001),  as  is  seen  on  f.  803,  which  gives  the 
projection  for  t  804. 


Mathematical  Relations  for  the  Mbnodinic  System. 

(1)  The  distances  of  the  pole  of  any  plane  (hM)  from  the  pinacoid  planes  are  given  by  the 
following  equations : 

_^     hbc  -f  lab  cos  fi 

CO.  PA  =  co«  (AB)  (100)  _ v^5_>__ii_  _=w67^=_____  ; 

kac  sin  j9 
ooe  PB  =  oos  m  (MO  =y— --—^  —  -  +  --  ^^^  ; 


_     lab  +  hbc  cos  fl 

cos    C  -  cos  (MO)  (00  )  _^f_^  _a_  ^  _  i--_i-_^^-s__ 
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(2)  The  distance  between  any  two  planes  maybe  expressed  in  general  form,  but  in  all 
practically  arising  cases  the  end  can  be  attained  by  the  eolation  of  one  or  more  spherical  tri- 
angles on  the  projection. 

(8)  For  the  relation  between  the  planes  in  a  zone  the  general  equation  before  given  holds 
good : 

cot  PS -cot  PR  _  (PQ) .  (SR) 
cot  PQ  -  cot  PR  ~~  (Q~R)  .  (PS)' 

(4)  For  all  zones  passing  through  the  clinopinacoid  (010),  the  value  of  PR  may  be  taken  as 
90°,  and  the  above  equation  consequently  simplified : 

A  -  *.      -~ PB  -  JL 

p  ~"  q       tan  QB  ~~  r  ' 

This  equation  is  especially  valuable  for  determining  the  indices  of  planes  in  the  prismatic 
and  clinodome  series. 

(5)  To  determine  the  axial  relations  the  general  equation  admits  of  being  transformed  so  as 
to  read: 

h         sinPY A  _  _p  sinQTA  __  a^ 

T  '       sinPYC  ""  r  "       sin  QYC  "  T  J 

k^         sinPYA  _  q^         sinQYA  __  _d 
■"*  T  "        cot  PY  ~  r  '        cot  QY  "   e ' 

The  angles  PYA,  PYC  are  angles  which  may  be  calculated  directly  by  spherical  triangle* 
from  the  measured  angles.  Similarly  for  QYA,  QYC.  PY  and  QY  are  the  angles  between 
the  given  plane  P  or  Q  with  the  clinopinacoid. 


VL  Triclinic  System. 

In  the  Triclinic  System,  since  the  axes  are  unequal  and  all  mutually  oblique,  there  can  be 
no  plane  of  symmetry,  and  there  can  in  no  case  be  more  than  two  planes  included  in  a  single 
form.  The  three  axes  are  distinguished  as  a  vertical,  e,  a  longer  lateral,  or  raacrodugonal 
axis,  I,  and  a  shorter  lateral,  or  bnohydiagonal  axis,  d.  The  position  assumed  for  the  axe» 
is  shown  in  f .  250,  p.  80. 

The  general  symbol  [hk£\y  which  includes  eight  similar  planes  in  the  orthorhombic  system, 
is  here  resolved  into  four  independent  forms,  embracing  two  opposite  planes  only. "  They 
are  thus: 

«88     *88     »88     «88 

These  correspond  respectively  to  rnP'n  (1),  m"Pn  (2),  mP,n  (3),  ro,P/i  (4)  of  Naumann,  « 
—tn-ri,  —m-n,  m-n\  m-n\  as  the  abbreviated  symbols  are  written  in  the  earlier  part  of  th» 
work. 

Contrary  to  the  usage  in  the  orthorhombic  system,  it  is  customary  to  make  [100]  ibe 
macropinacoid  (i-l  =  d  :  od  b  :  od  c),  and  [010]  the  brachypinacoid  (i-i  =wd  :  b  :  occi.  Plan* 
having  the  symbol  [/iOJ]  are  then  macarodomes ;  and  those  of  the  symbol  \0Jd\  are  brachj- 
domes.  Similarly  then  pyramids  {h  >  k)  of  the  form  [hkl]  are  macrodiagonal  planes,  acd 
those  of  the  form  (hkl)  are  brachydiagonal  planes.  The  unit  prism  consists  of  two  independent 
forms  (110),  (110)  (I'=ooP/),  and  (110),  (110)  (I  =oo',P). 

Mathematical  Relation*  of  the  Triclinic  System. 

In  consequence  of  the  obliquity  of  the  axes  in  the  Triclinic  System  the  mathematical  rela- 
tions are  leas  simple,  and  the  general  equations  deduced  as  before  become  so  complicated  a* 
to  be  seldom  of  much  practical  value.  Most  problems  which  arise  may  be  solved  by  the  sosal 
relations,  or  by  the  solution  of  the  spherical  triangles  in  the  projection.  Some  of  the  mod 
important  relations  (given  by  Schrauf )  are  as  follows : 
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If  the  angle  between  the  axes  X  and  Z  =  if ,  between  X  and  T  =  {,  and  between  T  and  Z 
=  t  (see  t  750) ;  if  also  a,  0,  7  are  the  corresponding  angles  between  the  pinaooid  planes — 
then: 


cos£  = 

and 
where 

Also 


00B/B00S7  —  cos  a 
sin  $  sin  7 

,_      AW  A, 

0088px=— mT 


COS  If  = 


cos  7  cos  a  —  cos  0 


oos*PY  = 


sin  7  sin  a 

*»«V  A, 


OOSf  = 


COS*PZ  = 


006  $  cos  a  —  oos  7 
sinasin/9 

PaW  A, 


Mi  Mi 

Ai  =  [lH-2cosaooB/3cos7—  (oos*  a  +  oos9  &  +  oos9 7)]. 

Mi  =AWsin3a  +  *»aV  sin9  0  +  JWsin*  7  +  2«&j  (A#  cos  0  sin  a  sin  7 
+  AAecosysinasinjS  +  Ma  oos  a  sin  0  sin  7). 


cos*AX=-^- 

sin*  a 


cos  BY  = 


A, 


an'fi  ' 


coeCZ  =s 


A, 
sin'  7 


When  PX,  PY,  PZ  have  been  found  by  calculation,  then  the  following  equation  gives  the 
relation  of  the  axes : 

^  cos  PX  =  -j  oos  PY  =  y  cos  PZ. 
As  seen  in  f  .  805. 
cos  PX  =  sin  PBG  sin  PB  =  sin  POB  sin  PC; 
cos  PY  =  sin  PCA  sin  PC  =  sin  PAC  sin  PA ; 
cos  PZ  =  sin  PAB  sin  PA  =  sin  PBA  sin  PB; 
and  also  from  these  it  follows  that — 


-=-  sin  PAO  =  —  sin  PAB  ; 

* 

4-  sin  PBA  =  4-  sin  PBO  : 


-£  «m  PCB  =  A  sin  POA. 


£  =  180°  -  CAB  ; 


,  =  180°  -  ABO  ; 


C  =  180°  -  AOB. 


Relations  of  the  Six  Crystalline  Systems  in  Respect  to  Symmetry. 

From  a  careful  study  of  the  spherical  projections  for  the  successive  systems  a  very  clear 
idea  may  be  obtained  of  the  degree  of  symmetry  which  characterizes  each.  It  is  well  under- 
stood that  in  the  Isometric  System  there  are  nine  planes  of  symmetry ;  in  the  Tetragonal, 
fite ;  in  the  Hexagonal,  seven  ;  in  the  Orthorhombic,  three ;  and  in  the  Monoclinio  only  one. 
These  relations  are  shown  on  the  projections  by  the  symmetrical  distribution  of  the  poles  about 
the  respective  great  circles.     These  zone-circles  of  symmetry  are  as  follows  : 

Isometric  System  (f .  766) :  1st,  the  three  diametral  zones : 


1.     (100),  (010),  (100). 
Also  the  diagonal  zones : 

4.  (110),  (001),  (110). 

5.  (110),  (001),  (110). 

Tetragonal  System  (f .  790) : 

1.    (100),  (010),  (100). 
Also: 

4.    (110),  (001),  (110). 


2.     (100),  (001),  (100). 

6.  (100),  (011),  (100). 

7.  (100),  (011),  (100). 


8.    (010),  (001),  (010). 


8.  (010),  (101),  (010). 

9.  (010),  (101),  (010). 


2.     (100),  (001),  (100).  3.    (010),  (001),  (OlO). 

5.    (110),  (001),  (110). 
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Hexagonal  System  (f .  798) : 

1.    (1010),  (0001),  (1010).        2.  (0110),  (0001),  (0110). 

4.    (1150),  (0001),  (1120).        5.  (1210),  (0001),  (1210). 

7.  (1010),  (0110),  (1100). 

Orthorhombie  System  (f.  801) : 

1.     (100),  (010),  (100).             2.  (100),  (001),  (100). 

MonocUrUc  System  (f .  804) : 

1.     (100),  (001),  (100). 

In  the  Tziolinio  System  there  is  no  plane  of  symmetry. 


8.    (1100),  (0001),  (1100). 
6.    (2110),  (0001),  (2110). 


8.     (010),  (001),  (010). 


The  Rhombohkdral  Division  of  Miller. 

The  following  projection  (f .  806)  is  added  in  order  to  show  the  relation  of  the  forms  in  the 

Hexagonal  and  Rhombohedral  Systems  as 
referred  to  the  three  equal  oblique  axes  of 
Miller.     The  forms  are  as  follows : 

The  planes  having  the  indices  (100), 
(010),  (001)  are  those  of  the  (plus)  funda- 
mental rhombohedron,  while  the  plane 
(111)  is  the  base.  The  planes  (221),  (121*, 
(122)  are  those  of  the  minus  fundamental 
rhombohedron;  with  the  planes  (100). 
(010),  (001)  they  form  the  unit  hexagonal 
pyramid. 

The  hexagonal  unit  prism  (J=  [0110]) 
has  the  symbols  :  (21 1),  (l2l),  (112),  <S1 1 1, 
(121),  (1 1 S).  The  second,  or  diagonal  hexa- 
gonal prism  (*-2  =  [1 1 20])  has  the  symbols : 
(101),  (110),  (Oil),  (101),  (HO),  (011). 

The  dihexagonal  pyramid  embraces, 
like  the  simple  hexagonal  pyramid,  two 
forms,  [hkl\  and  [ejg] ;  the  symbol  [hid] 
hence  belongs  to  the  plus  scalenohedron. 
and  [efg]  to  the  minus.  In  this  as  in  other 
cases  it  is  true  that :  e  =  —  h  +  2k  -*-  21, 
f  =  2h  -  k  +  21  g  =  2h  +  2k  -  I. 

The  dihexagonal  prism  includes  the  six 
planes  of  the  form  [hAQ] ,  and  the  remain- 
ing six  of  the  form  [tfO], 

Most  of  the  problems  arising  under  this  system  can  be  solved  by  the  sone  equations,  or 
by  the  working  out  of  the  spherical  triangles  on  the  sphere  of  projection. 
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ON  THE  DRAWING  OF  FIGURES  OF  CRYSTALS. 


In  the  projection  of  crystals,  the  eye  is  supposed  to  be  at  an  infinite  distance,  so  that  the 
rays  of  light  fall  from  it  on  the  crystal  in  parallel  lines.  The  plane  on  which  the  crystal  is 
projected  is  termed  the  plane  of  projection.  This  plane  may  be  at  right  angles  to  the  ver- 
tical axis,  may  pass  Hirough  the  vertical  axis,  or  may  intersect  it  at  an  oblique  angle.  These 
different  positions  give  rise,  respectively,  to  the  horizontal,  vertical,  and  oblique  pro- 
jections. The  rays  of  light  may  fall  perpendicidarly  on  the  plane  of  projection,  or  may  be 
obliquely  inclined  to  it ;  in  the  former  case  the  projection  is  termed  orthographic,  in  the 
second  clinographic.  In  the  horizontal  position  of  the  plane  of  projection,  the  projection 
is  always  orthographic.  In  the  other  positions,  it  may  be  either  orthographic  or  clinographic. 
It  is  generally  preferable  to  employ  the  vertical  position  and  clinographic  projection,  and  this 
method  is  elucidated  in  the  following  pages. 


Projection  of  the  Axes. 

The  projection  of  the  axes  of  a  crystal  is  the  first  step  preliminary  to  the  projection  of  the 
form  of  the  crystal  itself.  The  projection  of  the  axes  in  the  isometrio  system,  which  are 
equal  and  intersect  at  right  angles,  is  here  first  given.  The  projection  of  the  axes  in  the  other 
systems,  with  the  exception  of  the  hexagonal,  may  be  obtained  by  varying  the  lengths  of  the 
projected  isometric  axes,  and  also,  when  oblique,  their  inclinations,  as  shown  beyond. 

Isometric  System. — When  the  eye  is  directly  in  front  of  a  face  of  a  cube,  neither  the  aides 


807 


nor  top  of  the  crystal  are  visible,  nor  the  planes  that  may  be 
situated  on  the  intermediate  edges.  On  turning  the  crystal 
a  few  degrees  from  right  to  left,  a  side  lateral  plane  is  brought 
in  view,  and  by  elevating  the  eye  slightly,  the  terminal  plane 
becomes  apparent.  In  the  following  demonstration,  the 
angle  of  revolution  is  designated  8,  and  the  angle  of  the  ele- 
vaoion  of  the  eye,  «.  Fig.  807  represents  the  normal  position 
of  the  horizontal  axes,  supposing  the  eye  to  be  in  the  direc- 
tion of  the  axis  BB  ;  BB  is  seen  as  a  mere  point,  while  GG 
appears  of  its  actual  length.  On  revolving  the  whole  through 
a  number  of  degrees  equal  to  BMB'  (8)  the  axes  have  the 
position  exhibited  in  the  dotted  lines.  The  projection  of  the 
semiaxis  MB  is  now  lengthened  to  MN,  and  that  of  the  semi- 
axis  MO  is  shortened  to  MH. 

If  the  eye  be  elevated  (at  any  angle,  c),  the  lines  B'N,  BM, 
and  G'H  will  be  projected  respectively  below  N,  M,  and  H, 
and  the  lengths  of  these  projections  (which  we  may  designate  6'N,  &M,  and  c"H)  will  be  di- 
rectly proportional  to  the  lengths  of  the  lines  B  N,  BM,  and  G'H. 

It  is  usual  to  adopt  such  a  revolution  and  such  an  elevation  of  the  eye  as  may  be  expressed 
by  a  simple  ratio  between  the  projected  axes.  The  ratio  between  the  two  axes,  MN  :  MH, 
as  projected  after  the  revolution,  is  designated  by  1  :  r :  and  the  ratio  of  d'N  to  MN  by  1  :  s. 
Suppose  r  to  equal  3  and  «  to  equal  2,  then  proceed  as  follows ; 
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B'B  18  the  pro- 
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Draw  two  lines  AA',  H'H  (f.  808),  intersecting  one  another  at  right  angles.     Make  MH  = 

MH'  =  b.  Divide  HH'  into  3  (r)  parts,  and  through  the 
points,  N,  N',  thus  determined,  draw  perpendiculars  to 
HH.     On  the  left  hand  vertical,  set  off,  below  H,a 

part  H'R,  equal  to-  b  =  ^  HM;  and  from  R  draw  RM, 

and  extend  the  same  to  the  vertical  N". 
jection  of  the  front  horizontal  axis. 

Draw  BS  parallel  with  MH'  and  connect  SM  From 
the  point  T  in  which  SM  intersects  BN,  draw  TC  par- 
allel with  MH.  A  line  (CC)  drawn  from  C  through  M. 
and  extended  to  the  left  vertical,  is  the  projection  of  the 
side  horizontal  axis. 

Lay  off  on  the  right  vertical,  a  part  HQ  equal  to 

-MH,  and  make  MA  =  MA'=  MQ ;  AA'  is  the  vertical 

o 

axis.  If,  as  here,  r  =  3,  and  «  =  2,  then  «  =  18°  26 , 
and  €  =  9°  28',  for  cot  J  =  r,  and  cot  <  =  rs. 
Tetragonal  and  Orthorhombic  Systems. — The  axes  AA\  CO',  BB,  constructed  in  the  manner 
described,  are  equal  and  at  right  angles  to  eaoh  other.  The  projection  of  the  axes  of  a  tetra- 
gonal crystal  is  obtained  by  simply  laying  off,  with  a  scale  of  proportional  parts,  on  MA  and 
MA'  taken  as  units,  the  value  of  the  vertical  axis  (c)  for  the  given  species.  Thus  for  zircon, 
where  c  =  '64,  we  must  lay  off  '64  of  MA  above  M  and  the  same  length  below. 

For  an  orthorhombio  crystal,  where  the  three  axes  are  unequal,  the  length  of  e  most  as 
before  be  laid  off  above  and  below  from  M,  and  that  of  b  to  the  right  and  left  of  M,  on  CC . 
MO  being  taken  as  the  unit.     It  is  usual  to  make  the  front  axis  MB  =  tf  =  1. 
Monoclinic  System. — The  axes  c  and  d  in  the  monoclinic  system  are  inclined  to  one  another 

at  an  obliqe  angle  =  £.  To  project  this  inclination,  and 
thus  adapt  the  isometric  axes  •  to  a  monoclinic  form,  lay 
off  (f .  809)  on  the  axis  MA,  Ma  =  MA  cos  £,  and  on  the 
axis  BB'  (before  or  behind  M,  according  as  the  inclination 
of  d  on  c,  in  front,  is  acute  or  obtuse)  M6  =  MB  x  sin  A 
From  the  points  b  and  a,  draw  lines  parallel  respectively 
with  the  axes  AA'  and  BB',  and  from  their  intersection 
D ,  draw  through  M,  DD,  making  MD  =  MD .  The  line 
DD'  is  the  clinodiagonal,  and  the  lines  AA,  CO,  DD  re- 
present the  axes  in  a  monoclinic  solid  in  which  a  =  b  =  e 
=  1.  The  points  a  and  b  and  the  position  of  the  axis 
DD'  will  vary  with  the  angle  &.  The  relative  values  of 
the  axes  may  be  given  them  as  above  explained :  that  is, 
if  d  =  1,  lay  off  in  the  direction  of  MA  and  MA  a  line 
equal  to  c,  and  in  the  direction  of  MO  and  MO  a  line 
equal  to  6,  etc. 

Triciinic  System. — The  vertical  sections  through  the 
horizontal  axes  in  the  triciinic  system  are  obliquely  in- 
clined ;  also  the  inclination  of  the  axis  a  to  each  axis  b 
and  6,  is  oblique.     In  the  adaptation  of  the  isometric  axes  to  the  triciinic  forms,  it  is  there- 
fore necessary,  in  the  first  place,  to  give  the  requisite 
obliquity  to  the  mutual  inclination  of  the  vertical  sec- 
tions, and  aiterwards  to  adapt  the  horizontal  axes.     The 
inclination  of  these  sections  we  may  designate  A,  and  a» 
heretofore,  the  angle  between  a  and  £, 7,  and  tf  and  c,  $. 
BB'  is  the  analogue  of  the  brachydiagonaX  and  00  of  tht 
macrodiagonaL     An  oblique  inclination  may  be  given  the 
vertical  sections,  by  varying  the  position  of  either  of 
these  sections.     Permitting  the  brachydiagona]  section 
ABA  B  to  remain  unaltered,  we  may  vary  the  other  sec- 
tion as  follows : 

Lay  off  (f.  810)  on  MB,  M£  =  MB  x  ops  A,  and  on  the 
axis  0  0  (to  the  right  or  left  of  M,  according  as  the 
acute  angle  A  is  to  the  right  or  left),  Mc  =  MO  x  edn  A  ; 
completing  the  parallelogram  Mb'  Dc,  and  drawing  the 
diagonal  MD,  extending  the  same  to  D'  so  as  to  make 
MD'—  MD,  we  obtain  the  line  DD' ;  the  vertical  section 
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passing  through  this  line  is  the  correct  macrodiagonal  section.  The  inclination  of  a  to  the 
new  macrodiagonal  DD'  is  still  a  right  angle  ;  as  also  the  inclination  of  a  to  b,  their  oblique 
inclinations  may  be  given  them  as  follows :  Lay  off  on  MA  (f.  809),  Ma  =  MA  x  cos  £,  and 
on  the  axis  BB'  (brachydiagonal),  Mb  —  MB'  x  sin  $.  By  completing  the  parallelogram  Ma, 
E'6,  the  point  £'  is  determined.  Make  ME  =  ME ;  EE  is  the  projected  brachy diagonal. 
Again  lay  off  on  MA,  Ma'=  MA  x  cos  a,  and  on  MD',  to  the  left.  Mrf  =  MD'  x  sin  a.  Draw 
lines  from  a'  and  d  parallel  to  MD  and  MA ;  F',  the  intersection  of  these  lines,  is  one  extremity 
of  the  macrodiagonal;  and  the  line  FF',  in  which  MF  =  MF',  is  the  macrodiagonal.  The 
vertical  axis  AA  and  the  horizontal  axes  EE'  (brachy diagonal)  and  FF'  (macrodiagonal)  thus 
obtained,  are  the  axes  in  a  triclinic  form,  in  which  a  =  b  =  c  =  1.  Different  values  may  be 
given  these  axes,  according  to  the  method  heretofore  illustrated. 

Hexagonal  System.— In.  this  system  there  are  three  equal  horizontal  axes,  at  right  angles  to 
the  vertical  axis.  The  normal  position  of  the  horizontal 
axes  is  represented  in  f.  811.  The  eye,  placed  in  the 
line  of  the  axis  YY,  observes  two  of  the  semiaxes,  MZ 
and  MU,  projected  in  the  same  straight  line,  while  the 
third.  MY,  appears  a  mere  point.  To  give  tho  axes  a 
more  eligible  position  for  a  representation  of  the  various 
planes  on  the  solid,  we  revolve  them  from  right  to  left 
through  a  certain  number  of  dejrees  8,  and  elevate  the 
eye  at  an  angle  e.  The  dotted  lines  in  the  figure  repre- 
sent the  axes  in  their  new  situation,  resulting  from  a 
revolution  through  a  number  of  degrees  equal  to  &  = 
YMY  .  In  this  position  the  axis  MY  is  projected  upon 
MP,  MU'  upon  MN,  and  MZ  on  MH.  Dt  sgnatiug  the 
intermediate  axis  I,  that  to  the  right  II,  that  to  the  left 
III,  if  the  revolution  is  such  as  to  give  the  projections 
of  I  and^ri  the  ratio  of  1  :  2,  the  relations  of  the  three 
projections  will  be  as  follows :  I  :  II  :  III  =  1  :  2  :  3. 

Let  us  take  r  (=  PM  :  HM)  equal  to  3,  and  8  {~b'V  : 
PM)  equal  to  2,  these  being  the  most  convenient  ratios  for 

representing  the  hexagonal  crystalline  forms.  The  following  will  be  the  mode  of  construc- 
tion : 

1.  Draw  the  lines  AA,  HH  (f.  812)  at  right  angles  with,  and  bisecting,  each  other.  Let 
HM  =  6,  or  HH  —  2b.  Divide  HH  into  six  parts  by  vertical  lines.  These  lines,  including 
the  left-  and  right-hand  verticals,  may  be  numbered  from  one  to  six,  as  in  the  figure.  In  the 
first  vertical,  below  H,  lay  off  HS  =  $b,  and  from  S  draw  a  line  through  M  to  the  fourth 
vertical.     YY  is  the  projection  of  the  axis  I. 

2.  From  Y  draw  a  line  to  the  sixth  vertical  and  parallel  with  HH.    From  T,  the  extremity 
of  this  line,  draw  a  line  to  N  in  the  second  vertical. 
Then  from  the  point  (J,  in  which  TN  intersects  the 
fifth  vertical,  draw  a  line  through  M  to  the  second 
vertical ;  ITU'  is  the  projection  of  the  axis  II. 

3.  From  R,  where  TN  intersects  the  third  verti- 
cal, draw  RZ  to  the  first  vertical  parallel  with  HH. 
Then  from  Z  draw  a  line  through  M  to  the  sixth 
vertical ;  this  line  ZZ  is  the  projection  of  the  axis 
III. 

4.  For  the  vertical  axis,  lay  off  from  N  on  the  sec- 
ond vertical  (f.  812)  a  line  of  any  length,  and  con- 
struct upon  this  line  an  equilateral  triangle  ;  one  side 
(NQj  of  this  triangle  will  intersect  the  first  vertical 
at  a  distance,  HY,  from  H,  corresponding  to  Z  H  in 
f.  811 ;  for  in  the  triangle  NHV,  the  angle  HNV  is 
an  angle  of  80°,  and  HN  =  *MH.  MY  is  therefore 
the  radius  of  the  circle  (f.  811).  Make  therefore 
MA  =  MA  =  MV  ;  AA'  is  the  vertical  axis,  and  YY', 
TJTT,  ZZ'  are  the  projected  horizontal  axes. 

The  vertical  axis  has  been  constructed  equal  to  the  horizontal  axes.  Its  actual  length  in 
different  hexagonal  or  rhombohedral  forms  may  be  laid  off  according  to  the  method  sufficiently 
explained. 

The  projection  of  the  isometric  and  hexagonal  axes,  having  been  once  accurately  made,  and 
that  on  a  conveniently  large  scale,  may  be  kept  on  a  piece  of  cardboard,  and  will  then  answer 
all  subsequent  requirements.  Whenever  needed  for  use,  these  axes  may  be  transferred  to  a 
sheet  of  paper,  and  then  adapted  in  length,  or  inclination,  or  both,  to  the  case  in  hand. 
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APPENDIX, 


Projection  of  the  Forks  of  Crystals. 

1.  Simple  forms, — When  the  axial  cross  has  been  constructed  for  the  given  species,  the  unit 

octahedron  is  obtained  at  once  by  joining  the 
extremities  of  the  axes,  A  A',  BB  ,  CO,  as  in 
f.  813.  Here  as  in  all  coses  the  lines  which 
fall  in  front  are  drawn  strongly,  while  tLoee 
behind  are  simply  dotted. 

For  the  diametral  prisms  draw  through  B. 
B',  C,  C,  of  the  projected  axes  of  any  specie*, 
lines  parallel  to  the  axes  QB ,  CC,  until  they 
meet;  they  make  the  parallelogram,  abed, 
which  is  a  transverse  section  of  the  prism,  par- 
allel to  the  base.  Through  a,  6,  e,  d  draw 
lines  parallel  and  equal  to  the  vertical  axis, 
making  the  parts  above  and  below  these  points 
equal  to  the  vertical  semiaxis.  Then,  connect 
the  extremities  of  these  lines  by  lines  parallel 
to  ab%  be,  cd,  da,  and  the  figure  will  be  that  of 
the  diametral  prism,  corresponding  to  the  axes 
projected. 

In  the  case  of  the  isometric  system  this  dia- 
metral prism  is  the  cube,  whose  faces  are  represented  by  the  letter  H\  in  the  tetragonal 
system  it  is  the  prism  0,  i-i ;  in  the  orthorhombic,  the  prism  0,  *-t,  i-i  ;  in  the  monoclinic,  the 
prism  0,  i-i,  i-i ;  in  the  triclinic,  0,  t'-i,  t-i. 

The  unit  vertical  prism  in  the  tetragonal,  orthorhombic,  and  clinometnc  systems  may  be 
projected  by  drawing  lines  parallel  to  the  vertical  axis  A  A'  through  B,  C,  B  .  C  ,  making  the 
parts  above  and  below  these  points  equal  to  the  vertical  semiaxis ;  and  then  connecting  the 
extremities  of  these  lines  by  lines  parallel  to  BO,  OB',  B'C ,  OB.  The  plane  BOB  0  is  a 
transverse  section  of  such  a  prism  parallel  to  its  base.  It  is  the  prism  0,  7,  in  each  of  the 
systems  excepting  the  triclinic,  and  in  that  0,  7,  /' ;  a  square  prism  in  the  tetragonal  system ; 
a  right  rhombic  in  the  orthorhombic;  an  oblique  rlwmbic  in  the  monoclinic ;  an  oblique rhoin- 
boidal  in  the  triclinic. 

Other  simple  forms  under  the  different  systems  are  constructed  in  essentially  the  same  way. 
It  is  only  necessary  to  lay  down  upon  the  axes  each  plane  of  the  form,  in  lightly  drawn  lines. 


note  the  points  where  it  intersects  the  adjoining  planes,  and  draw  these  in  more  strongly. 
When  the  process  is  complete  the  construction  lines  may  be  erased.  The  process  will  be 
illustrated  by  f .  814  and  f.  815.  In  the  former  case  it  is  required  to  draw  the  trigonal  trisoe- 
tahedron,  whose  symbol  is  2. 
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In  f.  814  the  three  planes  of  the  first  octant  are  represented,  they  are  2:1:1,1:2:1, 
and  1:1:2.  It  will  be  seen  here,  what  is  always  true,  that  the  two  points  of  intersection 
required  to  determine  the  line  of  intersection,  tie  in  the  axial  planes.  These  lines  of  intersec- 
tion are  represented  by  the  dotted  lines  in  f.  814.  If  the  same  process  be  performed  for  the 
other  octants,  the  complete  form,  as  in  1  816,  will  be  obtained. 

Similarly  in  f.  815,  the  octagonal  pyramid  1-2  is  constructed ;  the  figure  shows  the  planes 
of  one  octant  only,  c  :  2a  :  a,  and  c  :  a  :  2a,  and  the  dotted  line  gives  their  line  of  intersec- 
tion. Carry  out  the  same  plane  of  construction  in  the  other  octants,  and  the  form  of  f .  817 
will  result 

The  construction  of  the  various  crystalline  forms,  by  this  method,  especially  those  of  the 
isometric  system,  will  be  found  an  interesting  and  instructive  process,  and  will  lead  to  a  clear 
understanding  of  the  forms  themselves  and  their  relations  to  each  other.  Another  and  quicker, 
though  more  mechanical  method  of  constructing  the  isometric  forms  may  also  be  given. 

Projection  of  Simple  Isometric  Forms. — This  method  depends  upon  the  principle  that  in  the 
different  isometric  forms  the  vertices  of  the  solid  angles  are  occupied  by  one  or  more  of  the 
interaxes  (p.  16).  If,  therefore,  these  points  (the  extremities  of  the  in te raxes),  can  be  deter- 
mined in  the  several  crystalline  forms,  it  is  only  necessary  to  connect  them  in  order  to  obtain 
the  projection  of  the  solid  itself. 

As  a  preparation  for  the  construction  of  figures  of  isometric  crystals,  it  is  desirable  to  have 
at  hand  the  figure  of  a  cube  projected  on  a  Urge  scale,  with  its  axes,  and  its  trigonal  (octahe- 
dral), and  rhombic  (dodecahedral)  interaxes. 

The  values  of  the  interaxes  t  and  r,  for  a  given  form,  are  obtained  by  adding  to  their  nor 
raal  length  the  values  of  t'  and  r'  respectively  given  by  the  following  equations ;  those  of  the 
octahedron  being  taken  as  a  unit : 

,  __  2mn  —  (m  ■+■  n)  ,  ___  n  —  1 

"~    mn  -h  (m  +  n)   '         ~  n  +  1  ' 
The  proportion  to  be  added  to  the  interaxes  for  some  of  the  common  forms  is  as  follows: 
t  r  t  r 

2*0  i-2  1  * 

i  i  0  t-3  $  i 

8}  i  4  2-2  ft  * 

4-2  ♦  *  8-3  *  i 

To  construct  the  form  4-2,  the  octahedron  is  first  to  be  projected,  and  its  axes  and  inter- 
axes drawn.  Then  add  to  each  half  of  each  trigonal  interaxis,  five-sevenths  of  its  length ; 
and  to  each  half  of  each  rhombic  interaxis,  one-third  of  its  length.  The  extremities  of  the 
lines  thuB  extended  are  situated  in  the  vertices  of  the  solid  angles  of  the  hexoctahedron  4-2, 
and  by  connecting  them,  the  projection  of  this  form  is  completed. 

In  the  inclined  hemihedral  isometric  forms  (p.  20),  the  rhombic  interaxes  do  not  terminate 
in  the  vertices  of  the  solid  angles,  and  may  therefore  be  thrown  out  of  view  in  the  projection 
of  these  solids.  The  two  halves  of  each  trigonal  interaxis  terminate  in  the  vertices  of  dis- 
similar angles,  and  are  of  unequal  lengths.  One  is  identical  with  the  corresponding  interaxis 
in  the  holohedxal  forms,  and  is  called  the  holohedral  portion  of  the  interaxis ;  the  other  is  the 
hemihedral  portion.  The  length  of  the  latter  may  be  determined  by  adding  to  the  half  of 
the  octahedral  interaxis  that  portion  of  the  same  indicated  in  the  formula : 

2mn  —  (m  —  n) 
mn  -h  {m  —  n)' 

If  the  different  halves  of  the  trigonal  interaxes  be  assumed  at  one  time,  as  the  holohedral, 

and  again  as  the  hemihedral  portion,  the  reverse  forms  -— ~—  and  —  — ~  may  be  projected. 

2  2 

The  following  table  contains  the  values  of  the  above  fraction  for  several  of  the  inclined 
hemihedral  forms,  and  also  the  corresponding  values  for  the  holohedral  portion  of  the  inter* 
axis : 

HoL  Intents.    Hem.  interax.  HoL  interax.    Hem.  interax, 

01.  t*  *m  «  o/n        n  o  >*) 


v-^- (f .  76,  p.  30)       0  3  Y"(f.85)  i 

¥*«1  *  2  ^(f.87)  i 

3  *  3  -—  * 


1 
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The  paraUd  hemihsdrons  (for  example,  the  pentagonal  dodecahedron,  or  hemi-tetrahexahe- 
dron)  contain  a  solid  angle,  situated  in  a  line  between  the  extremities  of  each  pair  of  semiaxeg, 
which  is  called  an  WMymmetricai  solid  angle.  The  vertices  of  these  angles  are  at  unequal 
distances  from  the  two  adjacent  axes,  and  therefore  are  not  in  the  line  of  the  rhombic  inter- 


axes.     The  co-ordinates  of  this  solid  angle  for  any  form,  as 

.     mln  —  1)       _  n{m  —  1) 

mulas  — /  and t-. 

mn  —  1  mn  —  1 


[m-n] 


,  may  be  found  by  the  for- 

By  means  of  these  formulas,  the  situation  of  two  points,  a 

and  b  (f.  818),  in  each  of  the  axes  may  be  determined  :  and  if  lines  are  drawn  through  a  and 
b  in  each  semiaxis  parallel  to  the  other  axes,  the  intersections  c  c\  of  these  lines  will  be  the 

f?/l-7ll 

vertices  of  the  unsymmetrical  solid  angles,  those  marked  c  of  the  form  and  those  marked 


o'  of  the  form  — 


[m-n] 
~~2 


The  trigonal  interaxes  are  of  the  same  length  as  in  the  holohedral  forms.  The  values  of 
these  interaxes,  and  of  the  coordinates  of  the  unsymmetrical  solid  angle  for  different  parallel 
hemihedrons,  are  contained  in  the  following  table  : 


Trigonal 
interaxi*. 

2jH(t  100,  p.  23)        * 

Coord, 
unsym 

of  tho 
8.  A. 

-££_  (slm.  f.  92) 

Trigonal 
interaxia. 

* 

CoonLofthe 
troflym.  8.  A. 

i     i 

[4-21 
2                                * 

* 

* 

{if  (t  m 

1 

*     i 

Projection  of  a  Bhombohedron. — To  construct  a  rhombohedron,  lay  off  verticals  through  the 
extremities  of  the  horizontal  axes,  and  make  the  parts  both  above  and  below  these  extremities 
equal  to  the  third  of  the  vertical  semiaxis  (f.  819).  The  points  B,  E,  E',  E ',  eta,  are  thus 
determined  ;  and  if  the  extremities  of  the  vertical  axis  be  connected  with  the  points  E  or  E , 
rhombohedrons  in  different  positions,  mR,  or  -mR,  will  be  constructed. 

Scalenohedron. — The  scalenohedron  mn  admits  of  a  similar  construction  with  the  rhombohe- 
dron mR.  The  only  variation  required,  is  to  multiply  the  vertical  axis  by  the  number  of 
units  in  n,  after  the  points  E  and  E  in  the  rhombohedron  mR  have  been  determined  ;  then 
connect  the  points  E,  or  the  points  E ,  with  one  another  and  with  the  extremities  of  the  ver- 
tical axis. 

2.  Complex  Forms. — When  it  is  required  to  figure  not  only  the  planes  of  one  form,  that 
is,  those  embraced  in  one  symbol,  but  also  those  of  a  number  modifying  one  another,  a  some- 
what different  process  is  found  desirable.  It  is  possible  indeed  to  construct  a  complex  form 
in  the  way  mentioned  on  p.  424,  each  plane  being  laid  off  on  the  given  axes,  and  its  intersec- 
tion-edges with  adjoining  planes  determined  by  two  points,  always  in  the  axial  sections,  which 
it  has  in  common  with  each.  In  this  way,  however,  the  figure  will  soon  become  so  complex 
as  to  be  extremely  perplexing,  and  thus  lead  to  error  and  consequent  loss  of  time. 

This  difficulty  is  in  part  avoided  by  the  use  of  one  projection  of  the  axes  on  a  larger  scale, 
upon  which  the  directions  of  the  intersection-lines  are  determined,  while  a  second  smaller  one, 
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placed  below  and  parallel  to  it  on  the  same  sheet  of  paper,  is  used  for  the  actual  drawing  of 
the  crystal-  In  most  cases,  however,  the  crystal  may  be  drawn  as  conveniently  without  the 
use  of  the  second  set  of  axes.  The  size  of  the  figure  may  be  either  that  which  is  to  be  finally 
required,  or,  more  advantageously,  it  maybe  drawn  two  or  three  times  larger  and  then  reduced 
by  photography.  This  method  is  especially  to  be  recommended  when  the  figures  are  finally 
to  be  engraved  on  wood,  since  from  the  enlarged  drawing  they  may  be  photographed  directly 
upon  the  wood  of  any  required  size,  and  thus  a  very  high  degree  of  accuracy  attained. 

Apptictttion  of  QuemtedVs  Projection, —  The  process  of  determining  the  direction  of  the 
intersection-edges  is  much  simplified  if  the  principles  of  Quenstedt's  Projection  (p.  55)  are 
made  use  of.  In  other  words,  the  symbol  of  every  plane  is  so  transformed  that  for  it  tin 
length  of  the  vertical  axis  is  unity.  This  extremity  of  the  vertical  axis  is  then  one  point  of 
intersection  for  all  planes  whatsoever,  and  the  second  point  will  always  lie  in  the  horizontal 
plane,  that  of  the  lateral  axes.  The  change  in  the  symbol  requires  nothing  but  that  the 
symbol,  expressed  in  full,  should  be  divided  by  the  coefficient  of  the  vertical  axis.  The  direc- 
tion of  each  intersection -edge,  when  determined,  is  transferred  to  the  figure  in  process  of 
construction  by  means  of  a  small  triangle  sliding  against  a  ruler  some  8  inches  in  length.  It 
will  be  found  in  practice  that,  especially  when  this  method  is  employed,  it  is  not  necessary 
to  actually  draw  all  the  lines  representing  each  plane,  but  to  note  simply  the  required  points 
of  intersection.  This  method  and  its  advantages  (nee  Klein,  Einleitung  in  die  Krystallberech- 
nung,  II.,  p.  887)  will  be  made  clear  by  an  example. 

It  is  required  to  project  a  crystal  of  andalusite  of  prismatic  habit,  showing  also  the  planes 
t-2,  «,  1-f,  1,2-2,  1-*,  and  0. 

It  is  evident  that  an  indefinite  number  of  figures  may  be  made,  including  the  planes  men- 
tioned, and  yet  of  very  different  appearance  according  to  the  relative  size  of  each.  It  is 
usually  desirable,  however,  to  represent  the  actual  appearance  of  the  crystal  in  nature,  only 
in  ideal  symmetry,  hence  it  is  very  important  in  all  oases  to  have  a  sketch  of  the  crystal  to 
be  represented,  showing  the  relative  development  of  the  different  planes.  If  this  sketch  is 
made  with  a  little  care,  so  as  to  show  also  the  parallelism  of  the  intersection- edges  in  the 
occurring  zones,  it  will  give  material  aid.  The  zones,  it  is  to  be  noted,  are  a  great  help  in 
drawing  figures  of  crystals,  and  they  should  be  carefully  studied,  since  the  common  direction 
of  the  intersection-edge  once  determined  for  any  two  planes  in  it,  will  answer  for  all  others. 


The  first  step  is  to  take  the  projection  of  the  isometric  axes  already  made  once  far  all  on 
a  conveniently  large  scale,  and  which,  as  before  suggested,  is  kept  on  a  card  of  large  size, 
and  ready  to  be  pierced  through  on  to  the  paper  employed.  These  axes,  now  of  equal  length, 
must  be  adapted  to  the  species  in  hand.  For  andalusite  the  axial  ratio  is  c  :  I  :  d  =  0*712  : 
1014  :  1 ;  hence  the  vertical  axis  c  must  have  a  length  *71  of  what  it  now  has,  and  the  lateral 
axis  one  1  '01 ;  these  required  lengths  are  determined  in  a  moment  with  a  scale  of  equal  parts. 

The  next  step  is  to  draw  the  predominating  form,  the  prism  /.  Obviously  its  intersection- 
edges  are  parallel  to  the  vertical  axis,  and  its  basal  edges,  intersecting  0,  are  parallel  to  psy 
tq  in  the  projection  (f,  820).  The  planes  i-i,  and  i  2  are  now  to  be  added,  whose  intersections 
with  each  other  and  with  I  are  parallel  to  c.  The  position  of  one  edge,  I  »-2,  haviog  been 
taken,  that  of  the  other  on  the  other  side  is  determined  by  the  point  where  a  line  parallel  to 
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the  axis  &  meets  the  basal  edge  of  the  pripm.     Similarly  the  position  of  the  same  prismatic 
edges  behind  are  given  by  the  intersection  of  lines  from  front  to  rear  parallel  to  the  axis  •;. 

The  prisms  drawn,  it  remains  to  add  the  terminal  planes,  and  as  they  thus  modify  one  an- 
other's position,  they  are  drawn  together.  The  required  intersection-lines  are  easily  obtained. 
The  macrodome  14  is  the  plane  passing  through  the  point  c  and  intersecting  the  horizontal 
plane  in  the  line  paq  ;  this  line  is  obviously  the  direction  of  its  intersection-edge  with  i-i  and 
with  0.  The  prism  t-2  appears  (f.  820)  as  the  two  lines  mm\  nri ;  tne  line  mm  produced 
beyond  in  meets  paq  at  «,  this  will  be  one  common  point  for  the  two  planes  1-i  and  i-2;  the 
second  common  poiDt  is,  as  always,  the  point  c,  hence  the  line  joining  these  two  points,  trans- 
ferred to  the  crystal  in  the  way  described,  gives  the  required  intersection-edge  for  *-2  and  1-i. 
Similarly  for  i-i  on  the  right,  the  two  points  of  intersection  are  c,  and  the  point  where  n  n 
and  qap,  produced,  meet,  and  this  gives  the  second  intersection-edge.  The  planes  1-i  and  1 
(right)  meet  at  d  and  c  ;  hence  the  line  od  gives  the  direction  of  their  in'ersection-edge,  which 
is  also  the  direction  of  that  of  14  and  1  (left),  and  of  1  and  2-2,  right  and  left  on  both  sides. 
Still  again,  the  plane  2-2  has  the  full  symbol  2 '  :  I  :  2  7m  or  c  :  $b  :  a  ;  and  hence  intersects  the 
horizontal  plane  (f.  820)  in  the  lines  an  (right),  at  (left),  and  a'q,  a'p  (behind).  Hence  the 
intersection -edge  of  7,  2-2,  14  has  the  direction  of  the  line  joining  the  points  c  and  s  (right;, 
and  similarly  to  the  left  and  behind.  The  intersection -edge  of  2-2  front,  and  2-2  behind,  has 
the  direction  of  the  line  joining  the  points  c  and  x  (right)  and  c  and  y  (left). 

The  method  of  obtaining  the  intersection-edges  of  the  planes  will  be  clear  from  this  ex- 
ample. Practical  facility  in  drawing  figures  by  this  or  any  other 
method  is  only  to  be  obtained  by  practice. 

It  will  be  found  that  at  almost  every  step  ther*  is  an  opportunity 
to  test  the  accuracy  of  the  work — thus  every  point  of  intersection 
on  the  basal  plane  behind  must  lie  on  a  line  drawn  from  the  cor- 
responding point  in  front  on  the  basal  plane,  in  the  direction  of  the 
axis  /?;  so,  too,  the  point  of  intersection  of  2-2  and  7  (front >,  2-2 
and  7  (behind),  on  one  side,  must  be  in  the  line  of  the  horizontal 
axis  (A)  with  that  on  the  other  side,  and  similarly  in  other  cases. 

If  it  were  required,  as  is  generally  necessary,  to  complete  the 
form  (f.  821)  below,  it  is  unnecessary  to  obtain  any  new  intersec- 
tion lines,  since  every  line  above  has  its  corresponding  line  oppo- 
site and  parallel  to  it  below.  Moreover,  in  an  orthorhombic  crys- 
tal every  point  above  has  a  corresponding  point  below  on  a  line 
parallel  to  the  vertical  axis.  This,  as  above,  will  serve  as  a  control 
of  the  accuracy  of  the  work. 

There  is  another  method  of  drawing  complex  crystalline  forms 

which  has  many  advantages  and  is  sometimes  to  be  preferred  to 

any  other*,  it  can  be  explained  in  a  very  few  words.     After  the 

axes  have  been  obtained  the  diametral  prism  is  constructed  upon  them.     Upon  the  solid 

angles  of  this  each  plane  of  the  required  form  is  laid  off,  the  edges  being  taken  instead  of  the 


ft 


axes.  Suppose  that  f.  822  represents  the  diametral  prism  of  an  orthorhombic  crystal  Here 
obviously  the  edge  e  =  2',  e  =  2\  i  =  2L  The  plane  1  (c  :  I  :  a)  may  be  laid  off  on  it  by 
taking  from  the  angle  a  equal  portions  of  the  edges  <f,  i,  Z>  for  instance,  conveniently  one 
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half  of  each,  hence  the  plane  appears  as  mno.  Again  the  plane  2  (2<J :  3  :  0)  is  laid  off  by  taking 
the  unit  lengths  of  the  edges  e  (£),  and  &  (a)  and  twice  the  unit  length  of  e  (c),  the  plane  is 
then  rrnib.  Again,  the  plane  4-2  {\r.  :  I  :  27)  takes  the  position  npb,  since  op  =  2c,  op  =  J  ft, 
and  an  =  a,  the  ratio  of  the  edges  (axes)  being  the  same  as  in  the  sy mboL  So  also  the  plane 
2-2  {2c  :  2h  :  d)  has  the  position  rmo,  since  ao  =  c,  am  ==  by  and  ar  =  ££,  here,  too,  the 
ratio  of  the  axes  being  preseived.  By  plotting  the  successive  planes  of  the  crystal  in  this 
way,  each  solid  angle  corresponding  to  an  octant,  the  direction  of  #  the  intersection-edges 
for  the  given  form  are  at  once  obtained.  For  example,  the  intersection-edge  for  1 ,  and  the  basal 
plane,  as  also  for  1  and  2,  it  is  the  line  mn  ;  for  1  and  4-2  it  is  the  dotted  line  joining  the  common 
points  n  and  a ;  for  1  and  2-2  it  is  the  line  mo ;  for  2  and  4-2,  also  for  2  and  2-2,  it  is  the  line 
joining  the  common  points  /So. 

The  direction  of  the  required  intersection-edges  being  obtained  in  this  way,  they  are  used 
to  construct  the  crystal  itself,  being  transferred  to  it  in  the  usual  way.  In  f.  823  they  have 
been  placed  upon  the  diametral  prism,  and  when  this  process  has  been  completed  for  the 
other  angles,  and,  too,  the  domes  i\  l\  are  added,  the  form  in  f.  824  results. 


On  the  Drawing  of  Twin  Crystals. 

In  order  to  project  a  compound  or  twinned  crystal  it  is  generally  necessary  to  obtain  first 
the  axes  of  the  second  individual,  or  semi-individual,  in  the  position  in  which  they  are  brought 
by  the  revolution  of  180°.  This  is  accomplished  in  the  following  manner.  In  f.  825  a  com- 
pound crystal  of  staurolite  is  represented,  in  which  twinning  has  taken  place  (1)  on  an  axis 
normal  to  $-£,  and  (2)  on  an  axis  normal  to  }-£.  The  second,  being  the  more  general  case,  is 
of  the  greater  importance  for  the  sake  of  example.  In  f.  825,  ec'y  bb\  an!  represent  the  rect- 
angular axes  of  staurolite  (c  =  1  -441, 1  =  2112,  d  =  1).    The  twinning-plane  f-$  (f^  r  — 5  :  fd) 

825 


has  the  position  MNB.  It  is  first  necessary  to  construct  a  normal  from  the  centre  0  to  this 
plane.  If  perpendiculars  be  drawn  from  the  centre  O  to  the  lines  Mtf ,  NB,  MR.  they  will  meet 
them  at  the  points  z,  ys  2,  dividing  each  line  into  segments  proportional  to  the  squares  of  the 
adjacent  axes  ;•  or  Nz  :  M>  =  ON3  :  OM*.     In  this  way  the  points  x,  y,  z  are  fixed,  and  lines 


*  This  is  true  since  the  axial  angles  are  right  angles.  In  the  Monoolinic  System  two  of 
the  axial  intersections  are  perpendicular,  and  they  are  sufficient  to  allow  of  the  determina- 
tion of  the  point  T,  as  above.  In  the  Triclinio  System  the  method  needs  to  be  slightly 
modified. 
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drawn  from  any  two  of  them  to  the  opposite  angles  R,  N,  or  M  will  fix  the  point  T.  A  line 
joining  T  and  0  is  normal  to  the  plane  (MNR  =  $-$).  Furthermore,  it  is  obvious  that  if  a 
revolution  of  180*  about  TO  take  place,  that  every  point  in  the  plane  MNR  will  remain 
equally  distant  from  T.  Thus,  the  point  M  will  take  the  plaoe  p(MT  =  T»,  the  point  b  the 
place  £'  (NT  —  T/3),  and  so  on.  The  lines  joining  these  points  /i,  £',  xf  and  the  common 
centre  O  will  be  the  new  axes  correspondingto  MO,  NO,  RO.  In  order 
to.  obtain  the  unit  axes  corresponding  to  c,  bt  d  it  is  merely  necessary  to 
draw  through  c  a  line  parallel  to  MT/t,  meeting  /*0  at  7,  then  7O7  is  the 
new  vertical  axis  corresponding  to  cOc\  also  0O&  corresponds  to  bOb , 
and  aOa  corresponds  to  aOa\  These  three  axes  then  are  the  axes  for 
the  second  individual  in  its  twinned  position ;  upon  them,  in  the  usual  way, 
the  new  figure  may  be  constructed  and  then  transferred  to  its  proper 
position  with  reference  to  the  normal  crystal. 

For  the  second  method  of  twinning,  when  the  axis  is  normal  to  J-f,  the 
construction  is  more  simple.  It  is  obvious  the  axis  is  the  line  Oar,  and 
using  this,  as  before,  the  new  axes  are  found :  jcOjc'  corresponds  to  cOc 
(sensibly  coinciding  with  W),  ainoe  0  A  f-i  =  134'  21',  and  so  on. 

In  many  cases  the  simplest  method  is  to  construct  first  the  normal 
crystal,  then  draw  through  its  centre  the  twinning-plane  and  the  axis  of 
revolution,  and  determine  the  angular  points  of  the  reversed  crystal  in 
the  principle  alluded  to  above:  that  by  the  revolution  every  point 
remains  at  the  same  distance  from  the  axis,  measured  in  a  plane  at  right 
angle  to  the  axis. 

Thus  in  f.  827  when  the  scalenohedron  has  been  drawn,  since  the  twinning-plane  is  the 
basal  plane,  each  angular  point,  by  the  revolution  of  180°,  obtains  a  position  equidistant  from 
this  plane  and  directly  below  it  In  this  way  each  angular  point  is  determined,  and  the  com- 
pound crystal  is  completed  in  a  moment 


Galcite. 
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TABLES  TO  BE  USED  IN  THE  DETERMINATION  OF  MINEHALS. 


TABLE  L 

Minerals  arranged  according  to  their  Physical  and  Blowpipe  Characters. 

The  following  table  is  intended  especially  for  use  in  instruction  in  Mineralogy.  With  this 
end  in  view  it  is  limited  to  those  species  described  in  full  in  the  body  of  this  work,  and  the 
method  of  arrangement  has  been  made  to  conform  as  nearly  as  possible  to  the  chemical  sys- 
tem of  classification  there  followed.  Table  II.,  on  the  contrary,  is  made  to  embrace  all 
species  whose  crystalline  system  is  known : 

General  Scheme  of  Classification. 

t  MALLEABLE,  OR  EMINENTLY  SECTILE. 

Many  of  the  native  metals  are  here  included. 

1.  Lustre  metallic. 

2.  Lustre  unmetallic 

H.  VAPORIZABLE,  OR  B.B.  EASILY  YIELDING  FUMES. 

The  sulphides,  sdenides,  etc.,  also  the  sulpharsenides,  sulphantimonides,  etc.,  are  here  in- 
cluded ;  also  some  native  metals. 

Part  I.  Wholly  Vaporizable. 

1.  Lustre  unmetallio. 

2.  Lustre  metallic. 

Part  IL  Yielding  Fumes  readily,  but  not  wholly  Vaporizable. 

1.  Lustre  unmetallio. 

2.  Lustre  metallic — A.  Streak  unmetallic ;  B.  Streak  metallic. 

m.  NOT  MALLEABLE;  NOT  VAPORIZABLE,  OR  EASILY  YIELDING  FUMES. 

Part  I.  Lustre  Metallic. 

1.  Streak  unmetallic. —A.  Infusible  or  nearly  so  ;  B.  Fusible. 

2.  Streak  metallic 

Part  II.  Lustre  Unmetaluc. 
1.  Carbonates. 


a.  Infusible. 

b.  Fusible. 
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2.  Sulphates. 

1.  Soluble  in  water,  or  having  taste. 

2.  Insoluble  in  water. 

8.  Ohromates. 
4.  Silicates,  Phosphates,  Oxides  (pt),  etc.,  etc 

I.  Streak  Colored. 

1.  Infusible,  or  nearly  so. 

2.  Fusible. — A.  Gelatinize  with  acids ;  B.  Do  not  gelatinize. 

II.  Streak  Uheolored. 

1.  Infusible. — A.  Gelatinize  with  acids ;  B.  Do  not  gelatinize. 

2.  Fusible. — A.  Gelatinize  with  aoids. 

a  Hydrous;  0  Anhydrous. 
B.  Do  not  gelatinize. 

a  Hydrous;  0  Anhydrous. 


L  MALLLEABLB  OR  EMINENTLY  SECTILE. 

1.  Lustre  metallic. 

(o)  Yielding  no  fumes.— Gold;  Silver;  Platinum;  Palladium;  Coppek;  Iron 
(pp.  199-204). 

(£)  Yielding  with  soda  on  charcoal  a  silver  globule. — Argentite  (p.  213),  and  Acan- 
thite  (p.  217),  these  yield  also  sulphurous  fumes.— Hessite,  Petzite  (p.  216). 

2.  Lustre  unmetaUic. 

On  charcoal  a  silver  globule.— Cerargyrite  (p.  238). 


II.  VAPORIZABLE :  B.B.  easily  yielding  fumes  in  the  open  tube. 

Part  I.  Wholly  Vaporizable  :  readily  passing  away  in  fumes  when  heated  on 

charcoal. 

1.  Lustre  Unmet allic. 

1.  Fumes  sulphurous;  burning  with  a  flame — Sulphur  (p.  I 

2.  Fumes  antimonial. — Valkntinite,  senarmontite  (p.  262). 

3.  Fumes  arsenical — Realgar  (p.  209),  color  red;  Orpiment  (p.  209),  color  yellow. 

4.  Fumes  mercurial. — Cinnabar  (p.  218). 

2.  Lustre  Metallic. 

1.  Fumes  sulphurous;  with  also  fumes  of  antimony,  bismuth,  etc.— Stibnite  (p.  210); 
Bismuthinitk  (p  210)  ;  some  tetradymite  (p.  211). 

2.  Fumes  selenia! — Clausthalite  (p.  214). 

3.  Native  Arsknic,  Antimony,  Bismuth,  and  Tellurium  (pp.  #04,  205).    Some  Cin- 
nabar (see  above)  has  a  metallic  lustre. 

Part  II.  Yielding   Fumes   Readily   in   the   open   Tube,  but   not   Wholly 

Vaporizable 

1.  Lustre  Unmet  allic. 

1.  Fumes  sulphurous  alone.— Sphalerite  (p.  215),  infusible;  Greenockite  (p.  220). 

2.  Fumes  sulphurous,  and  (a)  arsenical,  or  (0)  antimonial ;  yield  a  bead  of  silver  on  char- 
coal—(a)  MlARGYRITE  (p.  227)  ;  PtfttABGYRITE  (p.  230).— (0)  PbOUSTITE  (p.  231). 


Digitized  by 


Google 


DETERMINATION   OF   MINERALS.  433 

2.  Lustre  Metallic. 

A.  Streak  UnmetaUic. 

1.  Fumes  arsenical. 

a.  On  charcoal  a  magnetic  bead  or  mass,  (a)  In  the  closed  tube  unaltered. — Cobaltitr 
(p.  224).  (£)  Do.,  a  red  sublimate  of  arsenic  sulphide. — Arsenoftrite  (p.  225),  color  silver- 
white  ;  Tennantite  (p.  234),  color  iron-black ;  Gersdorffite  (p.  224),  color  silver- white 
to  steel-gray,  B.  B.  decrepitates.  (y)  Do. ,  a  faint  sublimate  of  arsenous  oxide.  — Niccolite 
(p.  220),  color  copper-red. 

b.  With  soda  on  charcoal  a  malleable  bead  of  metallic  lead.— Sartorite  (p. 
decrepitates  strongly,  G.=5*39  ;  Dufrenoysite  (p.  229),  G.=5*56. 

c.  Do.,  a  bead  of  silver.— Proustite  (p.  231). 

d.  Do.,  a  bead  of  copper.— -Domkykite  (p.  212),  color  tin-white  to  steel-gray. 

2.  Fumes  antimonial. 

Yield  a  silver  globule  on  charcoal. — Pyrargyrite  (p.  230) ;  Miargyrite  (p. 

3.  Fumes  sulphurous. 

a.  Reaction  for  copper  with  borax. — Chalcopyrite  (p.  222),  color  brass-yellow ;  Bor- 
nite  (p.  215),  color  copper-red  to  pinchbeck- brown  on  the  fresh  fracture. 

b.  Yield  a  magnetic  bead  or  mass  on  charcoal  (a)  Yield  free  sulphur  in  the  closed  tube. 
— Pyrite  (p.  221),  G.  =4*8-5  2;  Marcasite  (p.  225),  G.  =47-4 -8;  some  linnieite  (see  be- 
low). (0)  Unchanged  in  the  closed  tube. — Pyrriiotite  (p.  219),  color  bronze-yellow,  mag- 
netic ;  Millerite  (p.  219),  color  brass-yellow,  with  borax  a  nickel  reaction  ;  Linnieite 
(p.  223),  color  pale  steel-gray,  contains  cobalt. 

B.  Streak  MetaWe. 

1.  With  soda  on  charcoal  yield  metallic  copper.      (The  bead  obtained  may  also  be  tested 
with  borax). 

a.  Fumes  sulphurous  alone,  (a)  Contain  only  copper.  —  Chalcocite  (p.  217).  (0) 
Contain  copper  and  silver.— Stromeyerite  (p.  218). 

b.  Fumes  antimonial,  with  or  without  sulphur,  (a)  Contain  copper  and  lead. — BoUR- 
nonite  (p.  231),  color  steel-gray,  G.  =5  -7-5  "9.  (0)  Contain  copper  and  silver.—  Pol ybasite 
(p.  235),  color  iron-black.     (7)  Tetrahedrite  (p.  233) ;  some  enargite  (p.  235). 

c.  Fumes  arsenical.— Enargite  (p.  285). 

2.  Yield  lead  or  silver,  but  no  copper  on  charcoal. 

a.  Fumes  sulphurous  alone.     Contain  lead. — Galenite  (p.  213). 

b.  Fumes  antimonial,  without  arsenic,  (a)  Contain  silver. — Dybcrabite  (p.  212), 
G.  =9*4-9  8,  color  silver- white  ;  Freieslebenite  (p.  230),  G.=6-6  4,  color  steel-gray,  yields 
also  sulphurous  fumes  ; — Stephanite  (p.  234),  G.=6*27,  color  iron-black.  (0)  Contain  lead. 
— Zinkenite  (p.  228),  G.  5  30-5  35;  Jamesonite  (p.  229),  G.=5*5-5*8;  Boulangerite 
(p.  232),  G.  =5 -75-0. 

c.  Fumes  mercurial.— Amalgam  (p.  203). 

d.  Fumes  selenial.—  Clausthalite  (p.  214). 

e.  Fumes  telluric,  (a)  Contain  silver  and  gold. — Sylvanite  (p.  226),  color  steel-gray 
to  silver- white,  brittle  ;  Hessite,  Petzite  (p.  216),  color  lead-  to  steel-gray,  sectile.  ($)  Contain 
lead. — Nagyagite  (p.  227),  color  black  lead-gray,  foliated. 

3.  Yield  no  lead,  silver  or  copper. 

Molybdenite  (p.  211);  Bismuthinite  (p.  210);  Tellurium  (p.  205). 

III.  NOT  MALLEABLE;  NOT  VAPORIZABLE,  NOR  EASILY  YIELDING  FUMES. 

Part  I.  Lustre  Metallic. 

1.  Streak  Unmetallic. 

A.  Infusible,  or  Fusible  with  great  difficulty. 

a.  Reaction  for  manganese  with  borax. 

(a)  Anhydrous.—  Pyrolusite  (p.  256),  G.=4*82,  H.=2-2*5,  streak  black  (braunite, 
hausmannite,  p.  255) ;  Franklin ite  (p.  251),  often  in  octahedrons,  G.=5*07,  H.  =5*5-6*5. 
Streak  dark  reddish-brown ;  yields  zinc  B.  B. 

(£)  Hydrous.—  Manganite  (p.  258) ;  Psilomelane  (p.  260) ;  Wad  (p.  261). 
28 
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b.  Reaction  for  iron  :  become  magnetic  npon  ignition  on  charcoal. 

(a)  Anhydrous.—  Magnetite  (p.  250),  streak  black,  magnetic ;  Hematite  (p.  246), 
streak  cherry -red.  Contain  titanium. — Mknaccanite  (p.  247),  G.  =4  5-5,  streak  black  to 
brownish-red;  Tantalite  (p.  337),  G.=7-8  ;  Columbite  (p.  338).  G.  =5 '4-6*5. 

(j8)  Hydrous.—  Limonite  (p.  258),  streak  yellowish-brown  ;  GrtTHiTE  (p.  258),  streak 
same  ;  Tdroite  (p.  257),  streak  red. 

c.  Reaction  for  zinc  on  charcoaL — Zincite  (p.  244),  streak  orange-yellow. 

d.  Reaction  for  chromium  with  borax. — Cuuomitk  (p.  252),  color  black,  streak  brown. 
commonly  in  octahedrons. 

e.  Reaction  for  titanium.— Rutur  (p.  254);  Octahedrite  (p.  255);  Bbookite  (p.  %&>\ ; 
Perofskitk  (p.  248).  — Euxenite  (p.  340),  contains  columbinm. 

/.No  reactions  as  above.  —  Yttbot  ant  alite  (p.  339). 

B.   Fusible. 

a.  Reaction  for  iron,  become  magnetic— Ilvaite  (p.  287),  G.  =3,7-4,2 ;  Allawite  (p.  286), 
G.=3-4-2;  Wolframite  (p.  361),  G.=71-7-5;  Samarskite  (p.  339),  G.=5'45-5-ffi>. 

b.  Reaction  for  copper.— Tenorite  (p.  245) ;  Cuprite  (p.  244). 

2.  Streak  Metallic. 
No  metallic  bead.— Graphite  (p.  208) ;  Iridosmine  (p.  202). 

Part  II.     Lustre  Unmetallic. 

1.  CARBONATES:  when  pulverized  effervesce  (give  off  COa)  with  hydrochloric  or 
nitric  acid,  sometimes  only  on  the  addition  of  heat  (p.  180).  * 

1.  Infusible. 

a.  No  metallic  reaction,  or  only  traces  ;  assay  alkaline  (p.  183)  after  ignition. 

(a)  AnJiydrous. — Effervesce  freely  in  the  mass  in  cold  dilute  acid;  Calotte  (p.  876 », 
G.  =2-5-2-8;  ARAGONiTfc:  (p.  383),  G.  =2*9  ;  Barytocalcite  (p.  386),  contains  barium.  Effer- 
vescence wanting  or  feeble,  unless  very  finely  pulverized ;  Dolomite  (p.  379) ;  Maghesite, 
(p.  380). 

08)  Hydrous.—  Hydromagnesite  (p.  387). 

b.  A  decided  reaction  for  iron  :  become  magnetic  upon  ignition. 

Stdkrite  (p.  381) ;  Ankkrite  (p.  380).  Also  mesitite,  pistomesite  (p.  381),  and  some 
varieties  of  the  preceding  carbonates. 

c.  A  decided  reaction  for  manganese  with  borax. 

Rhodociirosite  (p.  381;.     Also  some  varieties  of  the  preceding  carbonates. 

d.  Reaction  for  zinc  on  charcoal. 

(a)  Anhydrous.— Smithsonite  (p.  382).     (jB)  Hydrous.— Eydilozi'scitr  (p.  888). 

2.  Fusible. 

a.  No  metallic  reaction,  or  only  traces ;  assay  alkaline  after  fusion. 

(a)  Anhydrous.— Witherite  (p.  384),  G.=4  3,  B.B.  a  green  flame  (baryta);  Stros- 
TIANITE  (p.  384),  G.=3*0-3'7,  B.B.  a  strontia-red  flame. 

(0)  Hydrous.—  Gay-Lussite  (p.  387);  Trona  (p.  386). 

b.  Reaction  for  lead  on  charcoal. 

Cerussite  (p.  -185) ;  Phosgenite  (p.  386),  contains  lead  chloride ;  Lradrtllitx 
{p.  886),  contains  lead  sulphate. 

c.  Reaction  for  copper  with  borax. 

Hydrous.—  Malachite  (p.  389),  color  green  ;  Azurite  (p.  389),  color  azure-blue. 

d.  Reaction  for  bismuth  on  charcoal. 

Hydrous.- Bismutite  (p.  390). 


*  Nitric  acid  is  needed  only  in  the  case  of  lead  salts  (cerussite,  phosgenite,  leadhillite).  In 
addition  to  the  proper  carb  mates,  also  leadhillite  and  cancrinite  effervesce  with  acid,  and 
with  many  minerals  effervescence  may  be  caused  by  a  mechanical  admixture  of  calcite  (e.g., 
wollastonite),  or  some  other  carbonate  {e.g.  lanarkite). 
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2.  SULPHATES  s  Yield  a  sulphide  with  soda  on  charooal  (p.  187),*  which  when  moist- 
ened blackens  a  surface  of  polished  silver. 

Soluble  in  Wateb  :  having  taste. 

a.  Glaubebite  (p.  369) ;  Mirabilitb  (p.  370) ;  Polyhalite  (p.  371) ;  Epsomite  (p.  872); 
Alums  (p.  873). 

b.  Copperas  group  :  Vitriols.—  Chalcanthite,  etc.  (p.  872). 

2.  Insoluble  in  Water  ;  having  no  taste. 

«k  Yield  no  metallic  bead.     Fusible ;  assay  alkaline  after  fusion. 

(a)  Anhydrous.— Baritr  (p.  365),  G.  =4 '3-4  7,  a  yellowish-green  flame  B.B.;  Celeb- 
titb  (p.  366).  G.  =8-92-8-97,  a  strontiared  flame  B.B.;  Anhydrite  (p.  867),  G.=2'9-2*99, 
a  reddish-yellow  flame. 

(/?)  Hydrous:  Gypsum  (p.  870),  H=l*5-2,  G.=2*8. 
ft.  Reaction  for  aluminum  ;  a  blue  color  with  cobalt  solution  after  ignition. 

Hydrous  :  Aluminite  (p.  873). 
ft.  Reaction  for  lead  on  charcoal. 

Fusible.— Anglesite  (p.  867) ;  Leadhillite  (p.  368),  contains  lead  carbonate. 
&  Reaction  for  copper  with  borax. 

Brochantite  (p.  374);  Linabitb  (p.  874). 
e.  Reaction  for  iron  :  become  magnetic  after  ignition  on  charcoal. 

Copiapite  (p.  373). 

8.  OHROMATE8 :  Afford  a  chromium  reaction  with  borax  (p.  186).  All  brightly  col- 
ored, and  having  a  oolored  streak. 

Crocoite  (p.  363),  color  hyaointh-red,  streak  orange-yellow ;  PH<ENicocHRorrE, 
(p.  364),  color  cochineal-  to  hyacinth-red,  Btreak  brick-red ;  Vauquelinite  (p.  864),  color 
green  to  brown,  streak  greenish  or  brownish. 

4.  SILICATES,  PHOSPHATES,  OXIDES  (in  part),  etc. 
I.  Streak  Colored:  having  a  decided  color. 

1.  Infusible,  or  Fusible  with  oreat  Difficulty. 

a.  Reaction  for  *><?»,  magnetic  after  ignition  in  R.F. 

(o)  Anhydrous.— Hematite  (p.  246),  streak  cherry-red. 

($)  Hydrous, — Ltmonite  (p.  258),  streak  yellowish-brown ;  Gothite  (p.  258),  streak 
same ;  Tcbgite  (p.  257),  streak  red,  decrepitates  B.B. 

b.  Reaction  for  manganese  with  borax. 

Hydrous.—  Wad  (p.  261);  Psilomelane  (p.  260). 
e.  Reaction  for  zinc,  with  cobalt  solution. 
Zincite  (p.  244)  ;  streak  orange-yellow. 

d.  Reaction  for  copper :  yield  a  metallic  bead  with  soda  on  charcoal. 

Hydrous. — Dioptase  (p.  279),  color  emerald-green. 

e.  Reaction  for  titanium :  with  metallic  tin  on  evaporation  a  violet  color  to  the  hydro- 
chloric acid  solution,  sometimes  after  fusion  with  potassium  bisulphate. 

Rutile  (p.  254),  G.=42;  Wabwickite  (p.  360),  G.- 38,  moistened  with  sulphnrio 
acid  gives  a  green  flame  B.B.  (boron). — Some  Pyrochlore  (p.  837) ;  and  Perofskite  (p.  248). 
/.  Reaction  for  tin  :  yields  the  metal  with  soda  on  charcoal. 

Cassitbrite  (p.  253),  G.  =64^7*1. 
g.  Not  included  in  the  above. 

(a)  Phosphates  :  moistened  with  sulphuric  acid  give  a  bluish -green  flame  B.B. — MoNA- 
zite  (p.  346),  G.  =4-9-5 -26;  Xenotime  (p.  342),  G.=445-456. 

(0)  Pyrochlore,  Microlite  (p.  837),  G. 4 -2-4  35  ;  Febgusonite  (p.  340). 

*  Note  the  precaution  on  p.  187  ;  it  may  be  remarked  in  addition  that,  in  the  case  of  a  sul- 
phate, the  reaction  is  generally  so  decided  that  there  can  be  no  ambiguity,  even  when  the 
gas  contains  a  little  sulphur.    In  all  cases  the  soda  on  charcoal  should  be  first  tested  alone. 
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3.  Fusible  without  very  great  Difficulty. 

A.  Gdatinize  with  Acid  (p.  181). 

Give  a  reaction  tot  iron. 

Ilvaite  (p.  287),  yields  little  or  no  water,  TL=5  5-6,  G.=3'7-4'2,  streak  black; 
HirtiNGEiUTE  (p.  332),  yields  much  water,  H.=3,  G.  =8.046,  streak  yellowish-brown; 
Allanite  (p.  286),  H.  =5-5-6,  G.3-4  2,  streak  gray. 

B.  Do  not  Gelatinize  with  Acid. 

1.  Arsenates :  give  arsenical  fames  on  charcoal ;  after  roasting  yield  metallic  reactions  as 
follows : 

a.  Reaction  for  iron  :  become  magnetic  after  ignition. 
Pharmacosidekite  (p.  354),  color  olive-green  to  yellowish-brown,  eta 

b.  Reaction  for  cobalt  with  borax. 
Erythkite  (p.  350),  color  rose-red. 

c.  Reaction  for  copper  with  borax ;  also  give  a  green  flame  BB. 

Hydrous. — Oltvenite  (p.  851),  G.4'1-44,  color  olive-green  to  brown;  Ltrocokite  (p. 
352),  G.2-88-2'98,  oolor  sky-blue  to  verdigris-green;  Clinoclasite  (p.  352),  G.  =8-6-3-8, 
color  dark-green  (some  libethenite,  see  below). 

2.  No  arsenical  fumeB ;  reaction  for  iron :  become  magnetic  after  fusion. 

a.  Anhydrous.— Reaction  for  titanium:  Schorlomite  (p.  315),  H.  =7-7-5,  G.=3-862, 
massive.— Reaction  for  tungsten:  Wolframite  (p.  361),  H.  =5^5  5,  G.  =7  1-7*55. — Reac- 
tion for  manganese :  Triplite  (p.  347),  H.  =344-3  *88,  G.=4-5"5,  colors  the  flame  blnish- 
green. — Structure  micaceous  :  Lepidomelank  (p.  291). 

b.  Hydrous.— Give  a  bluish-green  flame  B.B.  :  Vivianite  (p.  349),  H.  =1*5-2,  6.  =. 
2-58-2*68,  streak  colorless  to  indigo-blue  (on  exposure) ;  Dufrenite  (p.  356),  H.=3  5-4,  G. 
— 'J-2-8'4,  Btreak  siskin -green. 

1*.  No  arsenical  fumeB  ;  reaction  for  copper  with  borax,  yield  an  emerald -green  flame  B.BL 
(a)  Anhydrous.—  Cuprite  (p.  244) ;  Tenobite  (p.  245),  color  steel-gray  to  black. 
(jB)  Hydrous.—  Structure  micaceous;  Torbbrkite  (p.  356),  H.  =2-2*5,  G.=8*4-3-0. 

—Libethenite  (p.  351),  H.=4,  G.  =3 '6-3 -8;  Pskudomalachite  (p.  352),  H.  =4*5-5,  G.= 

4-44.    Atacamite  (p.  239).     H.=3-3  5     G.=38. 

II.  Streak  Uncolored  :  sometimes  slightly  grayish,  yellowish,  etc. 

1.  Infusible,  or  Fusible  with  much  Difficulty. 

A.   Gelatinize  with  Add  forming  a  stiff  Jelly. 

a.  Reaction  for  iron  with  the  fluxes. 

Chrysolite  (p  278) ;  Choxdrodite,  HumIte  (pp.  304-307),  yields  fluorine. 

b.  Reaction  for  zinc  on  charcoal,  after  being  heated  with  soda. 

(a)  Hydrous.—  Calamine  (p.  317). 
(0    Anhydrous.— Willemite  (p.  279). 

c.  Reaction  for  aluminum  ;  a  blue  color  with  cobalt  solution  after  ignition. 

Allophane  (p.  319).  amorphous. 

d.  Reaction  for  magnesium  :  pink  color  with  cobalt  solution  after  ignition. 

Sepiolite  (p.  327),  in  soft^  white,  compact  masses. 

B.  Ho  not  form  a  perfect  Jelly  with  Acid. 
1.  Hydrous. 

a.  Reaction  for  aluminum  ;  a  blue  color  with  cobalt  solution  after  ignition. 

1.  PJiosphatcs :  give  a  bluish-green  flame  B.B.,  especially  after  being  moistened  with 
sulphuric  acid.— Wavellite  (p.  354),  color  white  to  green  to  black;    Lazulite  (p.  853), 
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color  azure-blue,  with  borax  au  iron  reaction ;  Tubquois  (p.  355),  color  sky-blue  to  apple- 
green,  with  borax  a  copper  reaction. 

2.  Hydrous  silicates.  — Structure  micaceous  :  Mabgabitk  (p.  335),  yields  much  water ; 
also  some  hydrous  micas  (see  p.  331).  The  Cnix) rites  (see  p.  333),  are  difficultly  fusible. — 
Kaolinitb  (p.  339)  usually  compact,  soft,  unctuous ;  Pybophyllite  (p.  827),  soft,  yields 
much  water. 

3.  Oxides.— Gibbsite  (p.  260),  H.= 2*5-3*5,  usually  in  stalaotitic  forms;  Diabpore 
(p.  257),  H.  =6*5-7,  in  crystals,  scales,  and  foliated,  usually  decrepitates  B.B. 

b.  Reaction  for  magnesium  :  a  pink  color  with  cobalt  solution  after  ignition. 

Brucite  (p.  250),  soluble  in  acids  ;  Talc  (p.  326),  yields  water  only  on  intense  igni- 
tion.    Also  some  serpentine  (see  below). 
6.  No  Reactions  as  above. 

Opal  (p.  266),  H.=6-7.— Sebpentine  (p.  828),  H.  =2*5-4;  Chlobitoid  (p.  336), 
H.  =5*5-6 :  Genthite  (p.  329),  yields  a  reaction  for  nickel  with  borax. — Chbysocolla  (p. 
316),  H.=2-4,  colors  the  flame  emerald-green  (copper..        t 

2.  Anhydrous. 

a.  Reaction  for  aluminum :  (When  of  great  hardness,  pulverizing  is  necessary). 

(a)  Decomposed  by  acids — Leucite  (p.  296)  H.  =5*5-6. 
03)  Structure  eminently  micaceous. — Muscovite  (p.  291). 
(7)  Cobundum  (p.  245),  H.  =9,  G.  =4,  rhombohedral. 
Chryso beryl  (p.  252),  H.=8*5,  G.=3*7,  color  green. 
Topaz  (p.  310),  H.=8,  G.=3.5,  in  prisms  of  124°,  cleavage  basal  perfect. 
Rubellite  (p.  808),  H.  =7.5,  G.  8,  in  three-  or  six-sided  prisms,  color  violet,  rose-red, 
reaction  for  boron  (p.  189). 

(  Andalusite  (p.  309),  H.=7*5,  G.=3*2,  in  prisms  of  93°. 

•<  Fibbolite  (p.  309),  H.  =6-7,  G.  8  2,  brilliant  diagonal  cleavage. 

(  Cyanite  (p.  810),  H.  =5-7,  G.=8*6,  usually  in  bladed  crystals,  color  blue  to  gray. 

b.  Reaction  for  magnesium  :  a  pink  color  with  cobalt  solution  after  ignition. 

Talc  (p.  826),  Boft,  foliated,  yields  water  upon  intense  ignition. 
Enstatite  pt.  (p.  268),  H.=5*5.  cleavage  prismatic  93°. 
Spihel  pt.  (p.  249),  H.=8,  commonly  in  octahedrons. 

c  Reaction  for  tin :  metallic  globule  with  soda  in  charcoal 

Cassitebite  (p.  253),  G.  =6*4-71.    Also  some  Pyrochlore  (p.  887). 

d.  No  reactions  as  above. 

1.  Hardness  7  or  above  7. 

Spinel  (p.  249),  H.=8,  G.  =8*5-4*1,  occurs  in  octahedrons. 

Gahnite  (p.  250),  H.  =7*5-3,  G.  =4 '4-4*9,  octahedral,  when  mixed  with  borax  gives  a 
ztno  coating  on  charcoal. 

Beryl  (p.  277),  H.  =7-5-8,  G.  =2*6-2*7,  always  in  hexagonal  prisms. 

Phenacite  (p.  279).  H. =7 -5-8,  G.=3. 

Ouvabovite  (p.  282),  H.=7*5,  G.=3*5,  color  green,  chromium  reaction. 

Zibcon  (p.  282),  H.=7*5,  G.  =4*05-4*75,  zirconia  reaction  (p.  191),  often  in  square 
piri<Tfn|it, 

Staubolite  (p.  314),  H.=7,  G.  =3*4^3*8,  always  crystallized,  I A  2=123°. 

Iolite  (p.  289),  H.  =7-7*5,  G.=2*6,  color  blue,  lustre  glassy. 

Quartz  (p.  262),  H.=7,  G=2*6,  and  Tridymite  (p.  266),  G.=2*8. 

2.  Hardness  below  7. 

(a)  Give  a  bluish-green  flame  when  moistened  with  sulphuric  acid ;  Xenottme 
(p.  342) ;  Monazite  (p.  846) ;  Apatite  (p.  342). 

OB)  Reaction  for  titanium.—  Rut ile  (p.  254) ;  Brookite  (p.  255) ;  Octahedbite 
(p.  255),  always  in  square  octahedrons;  Pebofskite  (p.  248). 

(7)  Reaction  for  tungsten.— Scheelite  (p.  362),  H.=6,  G.  =4*5-5. 

(5)  Not  included  in  the  above  :  Enstatite  (p.  268) ;  Diallage  (p.  271) ;  Anthophyl- 
■litb  (p.  278). 

B.  Fusible. 
1.  Gelatinizing  with  Add  :  farming  a  stiff  JeUy  upon  Evaporation. 
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1.  Hydrous. 

a.  Hardness  5  or  above  5. 

Datolite  (p.  812),  in  glassy  crystals,  also  rarely  massive,  never  fibrous,  fuses  with  a 
green  flame  (boron). 

Natrolitb  (p.  830),  G.=2T7-2*25,  fuses  quietly  and  easily  to  a  colorless  glass. 

Scolecitb  (p.  821),  Thomsonite  (p.  320),  on  fusion  often  curl  up  in  worm-like 
forms. 

b.  Hardness  below  5. 

Gmelinite  (p.  823),  H.  =4*5,  in  hexagonal  or  rhombohedral  crystals. 
Phillipsite  (p.  328),  H.=4-4  5,  in  twinned  crystals. 
Laumontite  (p.  316),  H.=3*5,  becomes  opaque  on  exposure. 
Pectolite  and  Analcite  are  decomposed  by  acid  with  the  separation  of  gelatinous 
silica,  but  do  not  form  a  stiff  jelly. 


2.  Anhydrous. 

a.  With  hydrochloric  acid  give  off  sulphuretted  hydrogen. 

Danalite  (p.  280),  with  soda  on  charcoal  gives  a  zinc  coating,  color  flesh-red  to  gray. 
Helvite  (p.  280).  manganese  reaction  with  borax,  color  yellow. 

b.  With  soda  on  charcoal  a  sulphur  reaction. 

HaCynite   p.  290),  color  sky-blue. 

c.  Sodalite  (p.  295),  reaction  for  chlorine. 

Wollastonite  (p.  269),  color  white,  lustre  vitreous. 
Nephelite  (p.  294),  hexagonal. 


2.  Do  not  form  a  perfect  Jelly  with  Hydrochloric  Add, 

Hydrous. 

1.  Structure  eminently  micaceous. 

Chlorites :  Penninite  (p.  333) ;  Ripidolite  (p.  334) ;  Prochlorite  (p.  335) ;  lamina 
tough  but  not  elastic,  colors  green  to  black ;  only  partially  attacked  by  acid. 

Vermiculites ;  Jbffebisite  (p.  383);  a*80  pyrosclerite,  etc.,  colors  mostly  brown- 
yellow,  also  green,  B.  B.  exfoliate  largely,  decomposed  by  acid  with  the  separation  of  silica. 

Lepidomelane  (p.  291),  color  black,  yields  a  magnetic  globule. 

Autunite  (p.  357),  H.=2-2  5,  color  bright  yellow. 

Fahlunite  (p.  331),  has  a  more  or  less  distinct  micaceous  structure. 

2.  Structure  not  micaceous. 

1.  Reaction  for  iron  :  leave  a  magnetic  residue  on  charcoal. 

(a)  Arsenates:  give  arsenical  fumes  on  charcoal.— Scorodite  (p.  853),  orthorhombic ; 
Pharmacobiderite  (p.  354),  isometric. 

08)  Phosphates  :   give  a  bluish-green  flame  after  moistening  with  sulphuric  acid. — 
Childrenite  (p.  855),  reacts  for  manganese,  fuses  only  on  the  edges,  H.  =4*5-5. 
Vivianite  (p.  349),  H.  =1  '5-2,  fuses  easily  to  a  magnetic  globule. 

2.  Reaction  for  arsenic  on  charcoal. 
Pharmacolite  (p.  848). 

3.  Borates  :  give  a  deep-green  flame  after  moistening  with  sulphuric  acid. 

Borax  (p.  359);  Boracite  (p.  859) ;  Ulexite  (p.  359);  Sussrxite  (p.  858). 

4.  Not  included  above. 

(a)  Hardness  5,  or  above  5  (apatite =5). 
Prehnite  (p.  318),  H.  =6-6*5,  color  apple-green  to  white. 
Analcite  (p.  321),  H.  =5-5  5,  fuses  quickly  to  a  clear  glass. 
Pectolite  (p.  315),  H.=5,  usually  in  aggregations  of  acicular  crystals. 
Apophyllitb  (p.  318),  H.=45-5,  B.B.  a  violet-blue  flame. 
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(0)  Hardness  below  5. 
Pinite  (p.  330),  H.  =2-5-3  5,  oompaot. 
Pachnolite  (p.  243),  H.=2-4,  yields  fluorine. 
Chabazite  (p.  3:12),  H.  =4-5,  rhonibohedral 
APophyllite  (p.  318),  H.  =4-5-5,  tetragonal. 
Hakmotome  (p.  324),  H.=4'5,  usually  in  compound  crystals. 
Stilbite  (p.  824),  H.  =3*5-4. 
Heulandite  (p.  325),  H.=3*5-4. 

Anhydrous. 

1.  Yield  metallic  lead  with  soda  on  charcoal. 

Ptbohorphite  (p.  344),  color  green,  gives  a  bluish-green  flame  on  fusion. 
Mimetite  (p.  344),  color  yellow  to  brown,  yields  arsenical  fumes  on  charcoal. 
Vanadinite  (p.  344),  color  brownish-yellow  to  reddish-brown,  with  borax  R.F.  an 
emerald  green  bead. 

Wulfenite  (p.  362),  color  bright  yellow  to  red,  reaction  for  tungsten. 

2.  Reaction  for  fluorine,  with  sulphuric  acid. 

(a)  Give  a  bluish-green  flame  after  moistening  with  sulphuric  acid. 

Amblygonite  (p.  347),  gives  a  lithia-red  to  the  flame. 

Tripltte  (p.  347),  a  strong  manganese  reaction. 

Wagnekite  (p.  346 1,  color  yellow  to  grayish. 

($)  Fluorite  (p.  241),  cleavage  octahedral,  perfect. 

Cryolite  (p.  242),  fusible  in  the  flame  of  a  candle. 

Lbpidolitk  (p.  292),  color  pink,  structure  micaceous. 

3.  Reaction  for  lithia  :  give  a  purple-red  color  to  the  flame. 

Spodumene  (p.  273),  H.  =6*5-7.  G.  =8*13-3-19. 

Triphylite  (p.  347),  H.=5,  G.  =3 -54-3  6,  gives  a  bluish-green  color  to  the  extremity 
of  the  flame. 

The  mica  lepidolite,  and  also  some  biotite,  give  a  lithia  flame. 

4.  Reaction  for  iron  with  the  fluxes. 

Vfsuvianite  (p.  283).  tetragonal,  H.=6*5. 
Epidote  (p.  285),  monoclinic,  H.=6*7. 
Garnet  pt.  (p.  280),  is  isometric,  H.  =6*5-7-5. 
Lkpidomelane  (p  291).  structure  micaceous. 
Hypersthene  (p.  268),  orthorhombic. 
Here  fall  also  dark-colored  varieties  of  Amphtbole  (p.  274),  and  Pyroxene  (p.  270). 

5.  Reaction  for  manganese  with  borax. 

RnoDONiTE  (p.  272),  color  usually  rose-red. 
Spessartite  (manganese  garnet,  p.  282). 

6.  Reaction  for  titanium. 

Titanite  (p.  313). 

7.  Reaction  for  tungsten. 

SC  HE  ELITE  (p.  362). 

8.  Not  included  in  the  above. 

Halite  (p.  237),  SYLvrrE  (p.  238),  soluble  in  water. 

Micas  (pp.  289-292),  structure  eminently  micaceous.     • 

Apatite  (p.  842),  H.=5,  G.  =2*9-3*25,  a  bluish-green  flame  after  moistening  witn 
sulphuric  acid. 

Pyroxene  (p.  270),  H.=5-6,  G.  =3  2-3  5,  monoclinic,  angle  of  prism  98°. 

Amphibole  (p.  274).  H.=5-6,  G.  =2*9-3*4,  monoclinic,  angle  of  prism  (cleavage 
perfect)  124*\ 

Scapolitk8  (pp.  298,  294),  H.=5-6*5,  G.=25-2  8,  tetragonal;  B  B.  fuse  with  intu- 
mescence to  a  blebby  glass. 

Zoisite  (p.  286),  H. =6-6-5,  G.=8*l-3'38,  orthorhombic ;  B.B.  swells  up  and  fuses  to 
a  blebby  glass. 

Feldspars  (pp.  297  to  304),  H.  =6-7,  G.  =2 -6-2*8,  cleavage  in  two  directions  at  right 
angles  or  nearly  so ;  B.B.  fuse  quietly  to  a  clear  glass. 

Axinite  (p.  288),  H.  =6*5-7,  G.=3*27;  BB.  reaction  for  boron 

Tourmaline  (p.  307),  H.  =7,  G.  =2*9-3*3  ;  no  distinct  cleavage,  commonly  in  three- 
or  six-sided  prisms ;  B.B.  reaction  for  boron. 

Garnet  (p.  280),  H.=6*5-7"5,  G.=8*15-4*3,  isometric 
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TABLE    H. 

Minerals  Arranged  According  to  tJieir  Crystallization. 

The  following  table  contains  the  names  of  all  distinct  species  whose  Crystalline  System  is 
known.  For  convenience,  however,  the  names  of  those  which  are  described  in  detail  in  the 
body  of  the  work  are  printed  in  small  capitals.  The  species  are  arranged  according  to  theii 
specific  gravities. 

I.  CRYSTALLIZATION  ISOMETRIC. 

A.  Lustre  Unmetallic. 


Spec  Gravity 

Hardness. 

jSpec.  Gravity 

Hardness. 

Sal  Ammoniac  (p.  238) . . 

1-53 

1-5-2 

Periclasite  (p.  245) 

3-67 

6 

Alnm  (p.  373) 

1-56-2 

2-25 

Arsenolite  (p.  262) 

3-70 

1-5 

Faujasite  (p.  322) 

1-92 

5 

Nantokite  (p.  238) 

393 

2-2  5 

Sylvite  (p.  238) 

1-9-2 

2 

Spinel  (p.  249) 

8-5-41 

8 

Halite  (p.  237) 

2-1-2-26 

25 

Hercynite  (p.  250) 

8-9-3-95 

7-5-8 

Ohlorocalcite  (p.  238)... 

Alabandite  (p.  215) 

3-95-4 

35-4 

Eremersite  (p.  239) 

Percylite  (p.  240) 

2-5 

Sodaltte  (p.  295) 

2  14-2-4 

5  5-6 

Sphalerite  (p.  215)... 

3  9-4  2 

8  5-4 

Analcite  (p.  321) 

22-2-29 

5-5  5 

JPerofskite  (p.  248) 

4-04 

5-5 

Nosite  (p.  296) 

2  25-2-4 

5  5 

Chrompicotite  (p.  252) . . 

412 

8 

Ralstonite  (p.  243) 

2  4 

4  5 

ITritomite  (p.  318) 

3  9-4-7 

5-5 

Hauynite  (p.  296) 

2  4-2-5 

5-55 

Pyrooiilore  (p.  337)... 

42-4  35 

5-5-5 

Leucite  (p.  296) 

24-2  56 

5-5-6 

iPyrrhite  (p.  337) 

6 

Oldhamite  (p.  213) 

2-58 

4 

IGahnite  (p.  250) 

4-4-6 

75-8 

PoUucite  (p.  277) 

2-9 

6-5 

Thorite  (p.  818) 

4-3-5-4 

4-5-5 

Pharmacosiderite  (p. 

'Senarmontite  (p.  262)... 

5  2-5  3 

2-2* 

354) 

2-9-3 

25 

|Embolite(p.  238) 

5*3-5-4 

1-1-5 

Boracite  (p.  359) 

2-97 

7 

Microlite  (p.  337) 

5-5 

Fluorite  (p.  241) 

3  19 

4 

Cerargyrite  (p.  238).. 

5-55 

1-1-5 

Helvite  (p.  280) 

3  1-3-8 

6-65 

Huantajayite  (p.  237). . . 

Garnet  (p.  280) 

3-15-4-3 

6-5-7-5 

Bromyrite  (p.  238) 

5-8-6 

2-3 

Danalite  (p.  280) 

3-43 

5-5-6 

ICuprite  (p.  244) 

5-8-6-15 

35-4 

Hauerite  (p.  222) 

8-46 

4 

lEulytite  (p.  280) 

5-9-6 

4-5 

Diamond  (p.  206) 

3-53 

10 

Bunsenite(p.  245) 

6  4 

6  5 

B.  Lustre  Metallic. 


Spec.  Gravity 


Cubanite  (p.  223) 

Perofskite  (p.  248) 

Chromite  (p.  252) 

Tennantite  (p.  234). . . 

Binnite  (p.  229) 

Magnesioferrite  (p.  251). 

Jacobsite  (p.  250) 

Corynite  (p.  225) 

Borntte  (p.  215) 

Tetraiiedrite  (p.  233). 

Linn^cite  (p.  223) 

Pyrite  (p  221) 

Magnetite  (p.  250) 

Franklinite  (p.  251). . 

Jnlianite  (p.  234) 

Grtinauite(p.  215) 

Gersdorpfite  (p.  224). 

C  OB  alt  it  k  (p.  224) 

TJllmannite  (p.  225) . . 


4  03-4-2 

4  04 

4-3-4-6 

4*4-4-5 

4-48 

4*6 

4-75 

499' 

4-4-5-5 

4-5-5  1 

4-8-5 

4-8-5-2 

4-9-5-2 

5-07-5-09 

512 

513 

5-6-6  9 

fr-6-3 

6-2-6-5 


Hardness. 


4 

5-5 

5-5 

3-5-4 

4-5 

6-6  5 

6 

45-5 

3 

3-4-5 

5  5 

6-6-5 

5-5-6-5 

5-5-6-5 

soft 

4-5 

5-5 

5-5 

5-5-5 


Spec.  Gravity 


Smaltite  (p.  223) 

Skutterudite  (p.  224)... 

Polyargyrite  (p.  235) 

Laurite  (p.  225) 

Uraninite  (p.  252) 

Aroentite  (p.'  213) 

Galenite  (p.  213) 

Iron  (p.  204). 

Metacinnabarite  (p.  219). 
Clausthalite  (p  214). 

Xaumannite  (p.  213) 

Altaite  (p.  215) 

Copper  (p.  203) 

Silver  (p.  201) 

Palladium  (p.  ~~~ 
Amalgam  (p.  " 
Gold  (p.  199) 
Plattnum  (p.  201)... 
Platiniridium  (p.  202) 


Hardse 


64-7-2 

55-0 

67-«-8 

6 

6-97 

2-5 

6-99 

7  (above) 

64-S 

55 

7-2-74 

2-25 

7-25-7-7 

25-3 

7-3-7-8 

4-5 

7-5-7-7 

3 

7-6-8-8 

2-5-4 

80 

2-5 

8-16 

3-3-5 

8-84 

2  5-S 

101-111 

2-5-3 

11-3-11-8 

45-5 

14 

£-3-5 

15-6-19-5 

2-5-3 

16-19 

4-4-5 

22-6-23 

e-7 
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The  commonly  occurring  forms  of  some  of  the  Isometric  minerals  are  as  follows : 
1. — Octahedron*. — Alum;  Gbromite;  Cuprite;  Diamond;  Franklinite;  Magnetite;  Micro- 
lite  ;  Pyrochlore ;  Ralstonite ;  Spinel  (incL  hercynite,  etc).     Also  Laurite ;  F^rrhite ;  Senar- 
montite,  and  less  commonly  Galenite ;  Fluorite. 

2.  Cube*. — Boraeite;    Cerargyrite;    Fluorite;    Galenite;    Halite;   Percylite;    Perofskite ; 
Pharmacosiderite ;  Pyrite;  Sylvite. 

3.  Dodecahedron*. — Amalgam;  Cuprite;  Garnet;  Magnetite. 

4.  Trapezohedrons.—Gexnet ;  (?)  Leucite ;  (?)  Analcite. 

5.  PyrUohedron*.— Cobaltite ;  Gersdorffite;  Hauerite;  Pyrite. 

The  Cleavage  of  Halite,  Sylvite,  Periclasite,  Galenite  is  eminently  cubic  ; — of  Fluorite, 
Magnetite,  Diamond  eminently,  octahedral  /—of  Sphalerite,  eminently  dodecahedral. 

It  CRYSTALLIZATION  TETRAGONAL. 
A.  Lustre  TJnmetallic. 


1 

Spec  Gravity  Hardness. 

Spec  Gravity 

Hardness. 

Mellite  (p.  390) 

1-55-1  65     2-2-5 

Adelpholite  (p.  341) 

jOCTAHBDRITE  (p.  255). . 

Rutile  (p.  254) 

Xenotime  (p.  342) 

Zircon  (p.  282) 

Azorite  (p.  837) 

Romeite  (p.  348) 

Monimolite  (p.  348) 

Scheelitl  (p.  862) 

IPIIOSGENITE  (p.  886)... 

Calomel  (p.  288) 

Cassiterite  (p.  253) . . . 

WULFENITE  (p.  362) 

'Eosite  (p.  863) 

3-8 

8-8-3-95 

418-4-25 

445-4-56 

4-4-75 

4-7 
5-94 
5  9-6  08 
6-6-3 
648 
6-4-7  1 
6-7  01 

72 
7-9-813 

3-5-4-5 

Apophyllite  (p.  818). . 

Loeweite  (p.  372) 

Leucite  (p.  296) 

Sarcolite  (p.  294) 

Wernerite  (p.  294) 

Meionite  (p.  293) 

Bdingtonite  (p.  319) 

ChioUte  (p.  242) 

Sellaite  (p.  242) 

Gehlenite  (p.  309) 

MeUilite  (p.  284). 

Chodneffite  (p.  242) 

Zeuncrite  (p.  357) 

VEBUVIANrTE  (p.  283).. 
TORBERNITE  (p.  356).  . . 

Kochelite  (p.  341) 

23-24 

2-38 

2-4-2-56 

2-5-2-9 

2-63-2-8 

2-6-2-74 

2-7 

2  7-2D 

2  97 
2-9-3-07 
2-9-3  1 

3  0 
'4*2 

3-85-3-45 
3-4-3-6 
8-74 

4  5^5 

2-5-3 

55-6 

6 

5-6 

5.5-6 

4-4-5 

4 

5 

5-5-6 

5 

2-2-5 
6-5 
2-2-5 
3-3-5 

5-5-6 
6-6-5 

4r-5 

7-5 

5-6 

45-5 

4*5^5 

2-75-3 

1-2 

6-7 

2-75-3 

8-4 

Matlockite  (p.  240) 

Stolzite  (p.  862) 

2  75-3 
2-75-3 

B.  Lustre 

Metallic. 

Spec.  Gravity  |  Hardness. 

Spec  Gravity 

Hardness. 

Chalcoptrite  (p.  222) . 

Stannite  (p.  223) 

Hausmannite  (p.  255) . . . 
Braunite(p.  255) 

41-4-3 
4*3-4-5 
4-72 

4 -75-4 -8 

3-5-4 
4 

5-5-5 
6-6-5 

'Fergusonite  (p.340). . 

Nagyagite  (p.  227) 

Tapiolite  (p.  839) 

5*84 

6-85-72 

7-36 

5-8-6 
1-1-5 
6 

HI.  CRYSTALLIZA' 

HON  HEXAGONAL. 

A.  Lustre  I 

Jnmetallic. 

Spec  Gravity 

Hardness. 

Spec  Gravity 

Hardness. 

Ettringite  (p.  373) 

Coquimbite  (p.  373) 

Gmelinite  (p.  323)  RV 
Chabazite  (p.  322)  R. . 

Levynite  (p.  321)  R 

Tridymite  (p.  266) 

HaUite  (p.  333) 

1-75 

2-2-1 

204-217 

208-219 

2-1-216 

2-28-2  33 

2-4 

2-4-2  5 

2-4-266 

2-5-2-65 

2-2-5 

4*5 

4-5 

4r4'5 

7 

5-6 
2 
5  5-6 

Pyrosmalite  (p.  318) 

Dreelite  (p.  368)  R 

Magnesite  (p.  380)  R. . 

Cronstedtito  (p.  335) 

Dioptase  (p.  279)  R 

Rhodochrosite  (p.  381) 
R 

3-3  2 
3-2-3-4 
3-3 
3-35 
3  35 

3 -4^3-7- 
3  55 
3-6-4 
3-7-3-9 

4-4-5 
3-5 

3-5-4-5 
2  5 
5 

3-5-4-5 

Cancrinite  (p.  295) 

ChalcophyUite  (p.  352). . 
Nefhelite  (p.  294) 

Volborthite  (p.  352). . . . 

jBrucite  (p.  259)  R. 

jSlDERITE  (p.  381)  R 

3-3-5 

2-5 

3-5-4-5 

*  Species,  alter  whose  names  an  2?  is  written,  belong  to  the  Rhombohedral  Division. 
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Quartz  (p.  262)  R. 

Calcite  (p.  876)  R 

Microsommite  (p.  295) . . 

Alunite(p.  874)  K 

Beryl  (p.  277) 

Penninite  (p.  333)  R.. 

?  Biotite  (p.  290) 

Catapleiite  u>.  317) 

Dolomite  (p.  379)  R. . . 
?  Prochlorite  (p.  335). 

Eudialyte  (p.  277)  R 

Tourmaline  (p.  307)  R. 
Ankerite  (p.  380)  R. . . 

Apatite  (p.  342) 

Phenacite  (p.  279)  R 

Lepidomelane  (p.  291). 

Seybertite  (p.  333) 

Friedelite  (p.  280;  R 

Breunerite  (p.  380)  R. . . 


Spec.  Gravity 


2-5-2-8 

2-5-2-78 

2  60 

2-6-2-75 

2-6-276 

26-2-85 

2-7-3  1 

2-8 

2-8-2-9 

2-8-2-96 

2-9-3 

2-94-3-3 

2-95-3-1 

2-9-3  25 

2-96-3 

3 

3-3-1 

3-07 

3-32 


Hardness. 


7 

2-5-8-5 

6 

3*5-4 

7-5-8 

2-2-5 

2-5-8 

6 

8-5-4 

1-2 

5-5 

6-5-7-5 

3  5-4 

5 

8 

8 

4-5 

4-75 

4-4*5 


Wurtzite  (p.  *,«*,,. 

Corundum  (p.  245)  R 

Willemite  (p.  279)  R. . 

Smithbonite  (p.  382)  R. 

Parisite(p.  386) 

Covallite  (p.  227) 

Cerite  (p.  318) 

Fluocerite  (p.  242) 

Gkeenockite  (p.  220). . 

;  Zincite  (p.  244) 

,  Iodyrite  (p.  238) 

|  Proustite  (p.  231)  R. . . 

IPyrargyrite  (p.  230;  R. 

|  Schwartzembergite      (p. 

240) 

Suaannite  (p.  369)  R.... 

Pyromorphite  (p.  344) 

Vanadinite  (p.  845). . . 

MlMETlTE  (p.  344) 


Spec.  Gravity 


3-98 

3-9-416 

3-9-4-3 

4-4-45 

4-35 

4-6 

4-91 

4-7 

3-8-5 

5-4-5-7 

5*5-5-7 

5-4-5  56 

f>-7-5  9 

5-7-6-3 
6  55 
6-5-7-1 
6-7-7-23 
7-7-25  • 


3-54 

9 

5-5 

5 

4*5 

1-5-2 

5-5 

4-6 

3-35 

4-4-5 

soft. 

2-25 

a-2-5 

2-2-5 

25 

35-4 

2-5-3 

34 


B.  Lustre  Metallic. 


Graphite  (p.  208) 

Chalcophanite  (p.  261). . 
Pyrriiotite  (p.  219). . . 
Molybdenite  (p.  211). 
Menaccanite  (p.  247)  R 
Hematite  (p.  246)  R. . . 

Beyrichite  (p.  219) 

Millekite  (p.  219)  R.. 

Zincite  (p.  244) 

Pyrargyrite  (p.  230)  R 
Arsenic  (p.  204)  R 


Spec.  Gravity 

Hardness. 

21-2-23 

1-2 

3-91 

2-5 

4-4-4-7 

3-5-4-5 

4-4-4-5 

1-1-5 

4-5^5 

5-6 

4-5-5-3 

5-5-6-5 

4-7 

3-3  5 

46-5 -65 

3-3-5 

5-4-5-7 

4-4-5 

5  7-5  9 

2-2-5 

5  93 

3-5 

Spec.  Gravity 

Hardneaa. 

Tellurium  (p.  205) 

6  1-6-3 

2-2-5 

AUemontite  (p.  205) 

613-6-2 

3-3-5 

Antimony  (p.  205)  R. . . 

0-6-6 -7 

3-41-5 

Tetradymite  (p.  211). 

7-2-7*9 

2 

Niccolite  (p.  220) 

7-3-7-7 

5-5-5 

Breithauptite  (p.  221). . . 

7  54 

55 

Joaeite  (p.  211) 

7-93 

8  44 

soft. 
1-2 

Wehrlite(p.  211) 

Cinnabar  (p.  218) R... 

9-0 

2-2  5 

BiSMUTn  (p.  205) 

9-73 

2-2-5 

Iridosmine  (p.  202) 

19  £-21 

6-7 

IV.  CRYSTALLIZATION  ORTHORHOMBIC. 
A.  Lustre  Unmetallic. 


Spec.  Gravity 


Struvite(p.349) 

Lecontite  (p.  370) 

Aphthitalite  (p.  868) 

Maacagnite  (p.  370) 

Epsomite  (p.  372) 

Fauserite  ^p.  372) 

Nitre  (p.  857) 

ErythroBiderite  (p.  239). 

Goslarite  (p.  373) 

Sulphur  (p.  206) 

Stilbite  (p.  324) 

Phillipsite  (p.  823) . . . 

Natrolite  (p.  320) 

Pilinite  (p.  322) 

Gismoudite  (p.  319) 

Eudnophite  (p.  322) 

Epiatilbite  (p.  325) 

Tuomsonite  (p.  320). . . 
Wavellite  (p.  354). . . . 


1-65-1-7 

2 

2-2-5 

1-73 

3-3-5 

1-73 

2-2-5 

1-75 

2-2  5 

1-89 

2-2-5 

1-94 

2 

204 

2-2-5 

207 

1-5-2-5 

209-2-2 

8-5-4 

2-20 

4-4  5 

217-2-25 

5-55 

2-26 

2  265 

4-5 

2-27 

5  5 

225-2-36 

4-4-5 

2  3-2-4 

5-5  5 

2*34 

8-4 

Hardness. 


SCORODITE  (p.  853) 

Foreterite  (p.  278) 

Zoibite  (p.  286) 

Dufrenite  (p.  856) 

Calamine  (p.  817) 

?  Astrophyllite  (p.  291). 

HYPER8THENE    (p.  268) 

Euchroite  (p.  351) 

DlA8PORE(p.  257) 

Chrysolite  (p.  278). . . 
UranoBpinite  ip.  357). . 

Orpiment  (p.  209) 

(xuarinite  (p.  814) 

Langite  (p.  375) 

Triphylite  (p.  347).. 

Topaz  (p.  310; 

Ardennite  (p.  288) 

Triplite  (p.  347) 

Staurolite  (p.  814). . 


Spec.  Gravity 


31-3-3 

3  2-3-33 

31-3-38 

3  2-3  4 

316-3-9 

3  32 

839 

3  39 

3-3-3-5 

3-3-35 

3  45 

3  48 

849 

35 

3-54-3-6 

3-4-3-68 

8  62 

3-4-3*8 

3-4-3-8 


Hardncsa. 

3-5-4 

6-7 

6-6-5 

35-4 

4-5-5 

3 

5-6 

3-5-4 

6-5-7 

6-7 

2-3 

1-5-2 

6 

2-5-3 

5 

8 

6-7 

W* 

7-75 
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Foresite  (p.  325) 
Kaolin ite  (p.  3i 
Peganite  (p.  356) 

Kieaerite  (p.  872) 

Iolitb  (p.  289) 

L  ANT  HAN  ITE  (p.  388).  .  . 

Talc  (p.  326) 

Aspidolite  (p.  290) 

Pyrophyllite  (p.  327). 
Phloqopite  (p.  290) . . . 
Haidingerite  (p.  349). . . . 

Preunite  (p.  318) 

Lepidolite  (p.  292). . . . 
Cryophyllite  (p.  293). . . . 

Akaoonite  (p.  383) 

Anhydrite  (p.  367) . . . . 
Leucophanite  (p.  278) . . . 

Herderite  (p.  348) 

Villarsite  (p.  318) 

?  Margarita  (p.  335).. 

Fluellite(p.  242) 

Manganocalcite  (p.  384) . 

Diaclaaite  (p.  269) 

Kupfferite  (p.  274) 

Seybertite  (p.  336) 

Tyrolite  (p.  352) 

Aut unite  (p.  357) 

Anthophyllite  (p.  273) 
Andalusite  (p.  309) . . . 

Humite  (p.  305) 

Montioellite  (p.  278; 

Children  ite  (p.  355). . 
Enstatite  (p. 


Spoa  Gravity 


2  41 

2  4-2-63 

25 

2  52 

256-2-67 

2  6-2-67 

2-0-2-8 

2-72 

2-75-2-9 

2-78-2-85 

285 

2&-2-9 

2-84-3 

2  91 

2-93 

2-9-2-98 

2  97 
2-98 
2-99 
2-99 

3-04 

3  05 
3  08 
3-3-1 
3-3-1 
3-05-319 
3  1-3-2 

3  1-3-2 
8  1-3-24 
a-3-25 
3-18-3-24 
31-3  3 


Hardnea*. 


1-2  5 
3-35 

2  5 
7-7-5 
2-5-3 
1-1-5 
1-2 
1-2 
2-5-3 
1-5-2-5 
6-6-5 
2-5^ 
2-25 

3  5-4 
3-8-5 
3-5-4 
5 

4^5 

3-5-4  5 
3 

4-5 

3-5-4 

5-5 

4^5 

1-2 

2-2  5 

5-5 

7-5 

6-6-5 

5-^3-5 

4-5-^5 

5-5 


I  Spec.  Gravity 


Chrysobbryl  {p.  252) . .  I 
Asmanite  (p.  266). ....... ! 

Strontianite  (p.  384). ! 
Knebelite  (p.  278) j 

LlBETIIENITE  (p.  351).  J 

Bromlite(p.  384) 

AT  AC  AMITE  (p.  239) 

Clandetite  (p.  262) | 

Hortonolite  (p.  278) ' 

CELE8TITE  (p.  306) 

Roepperite  (p.  278) 

.Sternbergite  (p.  218)... 

jCervantite  (p.  262) 

Tephroite(p.  278) 

?  Brookite  (p.  255). . . 

GiVrniTE  (p.  258) 

Olivrnitk  (p.  351) 

iWlTIIERITE  (p.  384).  .  . 

Bakite  (p.  865) 

[Molybdite  (p.  262) 

jEUXKNITE  (p.  840j 

jPolymignite  [p.  340). . . 

iPolycrase  (p.  340) 

'jEschynite  (p.  340) . . . 

-Cotunnite  (p.  239) 

I Valentinite  (p.  262) . 

|Descloizite  (p.  345) 

Pucherite  (p.  345) 

'Anglebite  (p.  867) 

Leadhillite  (p.  368) . 

Cerussitk  (p.  885) 

Nadorite(p.  848) 

Mendipite  (p.  240) 


3-5-8-84 

3-62 

8-6-3-71 

3-71 

8-6-3-8 

8-7 

3-76-3-9 

8  85 

3-91 

3-9-3-98 

3-98-408 

4-21 

4  08 

4-412 

403-4-23 

4-4-4 

4-1-4-4 

4  3 

4-3-4-7 
45 
4-6^5 
4-7-4  85 
5-1 
4-9-514 

5  24 
5-57 
5-84 
5  91 

61-6-89 
6-26-6  44 
6-48 
7-02 
7-7-1 


Hardness. 


8-5 

5-5 

3  5-4 

6-5 

4 

4r-4-5 

8-8-5 

6-5 

3-3*5 

5-5-6 

1-1-5 

4-5 

5  5-6 

5-5-6 

5-5-5 

3 

3-8  75 

2  5-3  5 

1-2 

6-5 

6-5 

5  5 

5-6 

soft. 

2-5-8 

8-5 

4 

2-75-3 

2-5 

8-3-5 

3 

2&-3 


B.  Lustre  Metallic. 


lLVAITE(p.  287) 

Manganite  (p.  258) 

Chaloostibite  (p.  228} . . . 

Enargite  (p.  235) 

Epigeniie  (p.  236) 

Spathiopyrite  (p.  224) . . 

Stibnite  (p.  210) 

Famatinite  (p.  236)   

Klaprotholite  (p.  229). . . 

Marcabite  (p.  225) 

Livingatonite  (p.  210). . . 

Stylotypite  (p.  282) 

Pyrolubite  (p.  256)... 

Wittichenite  (p.  232) 

Guanajnatite  (p.  211). . . 

Emplectite  (p.  228) 

Zinkenite  (p.  228) 

Sartouite  (p.  228) 

Sam  a  R8  kite  (p.  339) . . . 

Dufrenoybite  (p.  229). 

Yttrotantalite      (p. 

339) 


Spec.  Gravity  Hardnos* 


8-7-4-2 

55-6 

4-2-4-4 

4 

4-25^5 

3-4 

4-44 

3 

3-5 

4-5 

6-7 

452 

2 

4-57 

3-5 

4-6 

2-5 

4-7-4-85 

6-6-5 

4-81 

2 

4-79 

3 

4-82 

2-2-5 

5 

3-5 

5  15 

5  1-5-26 

2-2-5 

5  35 

3-3  5 

5-39 

3 

5-45-5  7 

5-5-6 

5-5-5-6 

3 

5-4-5-9 


5-5-5 


J  am  ebonite  (p.  229) . . . 
IChalcocite  ^p.  217).. 

■  COLUMBITE  (p.  338).  .  . 
BOURNONITE  (p.  231). . 

Diaphorite  (p.  230).... 

Glaucodot  (p.  226) 

Aikinite(p.  232) 

Polybabite  (p.  235) 

,Stephanite  (p.  234). . , 
Stromeyerite  (p.  218). . 

'Wolfachite  (p.  225) 

Arsenopyrite  (p.  225) . . , 

Jordanite  (p.  229) 

Geocronite  (p.  235) 

jAlloclasite  (p.  226) 

BlBMUTHINITE  (p.  210). 
.  Leu  copy  rite  (p.  226) . . . , 
jLollingite  (p.  220)  .1 

ACANTHITE   (p.  217)    ... 

|  Tantalite  (p.  337) . . . 

He 68 ite  (p.  216).    .... 

!  Dyscrabite  (p.  212) 


Spec  Gravity 


5-5-5-8 

55-5-8 

5-4-6-5 

5-7-5-9 

5-90 

6  0 

6  1-6-8 

6-21 

6  27 

6-2-6-3 

6  37 

6-6-4 

6-4 

6  4-66 
6-6 

6-4^7-2 
6-2-7-3 
6-8-8-7 

7  16-7-8 
7-8 

8-3-S-6 
9-4-9-8 


Hardnem. 


2^8 

2-5-8 

6 

2-5-3 

2-5-3 

5 

2-25 

2-3 

2-2-5 

2-5-3 

5  5 

5-5-6 

2-3 

4-5 

2 

5-5-5 

2-5 
6-6-5 
2-35 
3-5-4 
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APPENDIX. 


CRYSTALLIZATION  MONOCLINIO. 


A.  Lustre  Unmet allic. 


'Spec.  Gravity  Hardness. 


Natron  (p.  386) 

MlRABILITE  (p.  370) 

Borax  (p.  359> 

Copperas  (p.  372) 

GAY-LU8SITE  ip.  387) .  .  . 

Botryogen  (p.  373). ..... 

Whewellite  (p.  390) 

T  rona  (p.  386) 

Hydromagnesite  (p.  387) 

Scolkcite  (p.  321) 

Heulandite  (p.  325). . . 

Gypsum  (p.  370) 

Gibbsite  (p.  260) 

Syngenite  (p.  372) 

Laumontite  (p.  316). . . 

Brewsterite  (p.  325) 

Petalite  (p.  273) 

Harmotome  (p.  324) . . . 
Orthoclase  (p.  303). . . 

Vivian ite  (p.  349) 

Ripidolite  (p.  334). . . . 

Pectolite  (p.  315) 

Pharmacolite  (p.  348). 
Glaubkritk  (p.  369) . . . 
? Muscovite  (p.  291)... 

Vaalite  (p.  333) 

Wollastonite  (p.  269). 

Datolite  (p.  312) 

Hyalopiiane  (p.  300) . . 
CorandophiUte  (p.  336). 

Isoclafiite  (p.  351) 

Paciinolite  (p.  243) . . . 
?Maroaiute  (p.  835). . . 

Ampiiibole  (p.  274) 

Erythrite  (p.  350) 

Wagner  ite  (p.  346) 

Kottigite  (p.  850) 

Ludlamite  (p.  350; 


1-42 

1-1-5 

1-48 

1-5-2 

1  72 

2-2  5 

1-8-2*2 

2-2-5 

1-9-1-99 

2-3 

204 

2-2  5 

2  5-3 

211 

2  5-8 

214-218 

3  5 

2  1-2-4 

5-5-5 

2  2 

3  5-4 

2-3-2-88 

1-5-2 

2  3-2-4 

2-5-3-5 

225-2-6 

2-5 

2  25-2  36 

3  5-4 

2-43 

4  5-5 

24-2-5 

6-6  5 

245 

45 

2-4-2  6 

6-6-5 

2-58-2-68 

15-2 

26-2-8 

fc-2-5 

2-65-28 

5 

2-6-2-73 

2-2-5 

2-6-2-&5 

2-5-8 

2-7-31 

2-2-5 

2-78-2-9 

4  5-5 

2  8-3 

5-55 

28-2-9 

6-6-5 

29 

2-5 

2-92 

1-5 

2-93-8 

2-5-4 

2-99 

3-5-4*5 

2-9-8-4 

5-6 

2-95 

2-2  5 

8-07 

5-5-5 

81 

2  5-3 

312 

8-5 

Spodumene  (p.  273). . . . 

Lazulitb  (p.  353) 

Euclase  (p.  311) 

Johannite  (p.  375) 

Chondrodite  (p.  305). 
.Clinohumite  (p.  306). . 

JFlBROLTTE  (p.  309) 

Allanite  (p.  286; 

Epidote  (p.  285) 

Pyroxene  (p.  270; 

Acmite  (p.  272) 

Piedmontite  (p.  286) 

Realgar  (p.  209) ; . 

TlTANITE(p.  313} 

JEgirite  (p.  272) 

Keilhauite  (p.  314) 

Azurite  (p.  389) 

Barytocalcite  Jp.  386/ 

Malachite  (p.  389) 

Brochantite  (p.  374). . 

,  Trogerite  (p.  357) 

I  Durangite  (p.  348) 

:  Gadolinite  (p.  287) 

!  Pyrostilpnite  (p.  230). .. 

Clinoclasite  (p.  852).. 

Monazite  (p.  846),  Tur- 
nerite , 

MlARGYRITE  (p.  227). . 
i  LlNARITE  (p.  374) 

i  Vauquelinite  (p.  364) 
Laxraaimite  (p.  8(54). . . 
IWalpurgite  (p.  857).... 

Crocoite  (p.  363) 

Lanarkite  (p.  369) 

Caledonite  (p.  869) 

Megabasite  (p.  361) 

Hubnerite(p.  361) 

Wolframite  (p.  361). . . 


Spec  Gravity 


81-819 

6*5-7 

3-3  12 

5-6 

31 

7-5 

319 

2-2*5 

31-3-24 

6-6*5 

3  1-3  24 

6-6*5 

3  2-3  3 

6-7 

3-42 

5-5-6 

3-25-3-5 

0-7 

3  2-3-5 

5-« 

3-2-8-53 

6 

3  404 

65 

3-4-3  6 

15-2 

8-4-3-56 

5-55 

3-45-3-6 

5*5-6 

3-7 

6  5 

3-5-8-83 

3-5-4 

3  64-3  66 

4 

8-7-4  01 

3-5-4 

8-8-3-9 

8*5-4 

3  96 

3^5-4-03 

5 

4-4-5 

6-5-7 

4  2-4  25 

2 

4*2-4'86 

2*5-3 

4*9-5*26 

5*2-5-24 

5-3-5  45 

5*5-5-78 

5-77 

5-8 

5-9-61 

6-3-7 

64 

6-45 

714 

71-7-55 


5-5  5 
2-2-5 
25 
2-5-3 


2*5-3 
fc-25 
2  5-3 
85-4 
4  5 
5-5*5 


B.  Lustre  Metallic. 


Allanite  (p.  286). . . 

Clarite  (p.  236) 

Crednerite  (p.  256). . . 
?Brookite  (p.  255). 

MlARGYRITE  (p.  227) 


Spec.  Gravity  Hardness. 


8-42  J 
4'46  I 

4-9-51  I 
412-4-23  ' 
5-2^5-4      | 


5  5-6 
3  5 
4-5 
5-5-6 
£-2  5 


Bpec  Gravity 


54 
6-34 


Plagionite  (p.  229) 

Meneghinite  (p.  234^ v  <~ 

Freieslebenite  (p.280)   6-64 
.Wolframite  (p.  361).. |  7  1-7-55 
Sylvanite  (p.  226)...     &-8*3 


HnrdiM^ 

25 

2-5 

2-2*5 

5-5-5 

I'M 
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CRYSTALLIZATION  TRICLINIC. 


Sassolitk  (p.  358) 

CHAIiCANTHITB  (p.  372) 

Wapplerite  (p.  349; 

Microcline  (p.  304) 

At.bite  (p.  SOI) 

Oligoclase  (p.  301) 

Labradorite  (p.  299) . 

Andksite  (p.  300)  

Anorthite  (p.  299). . . 

Dantrarite  (p.  289) 

Cryolite  (p.  242) 


Spec  Gravity 

Hardnem. 

1-48 

1 

2  21 

25 

2-48 

2-2-5 

2  54 

2-59-2-65 

6-7 

2  65-2-69 

6-7 

267-276 

6 

2-61-2  74 

6 

266-2-78 

6-7 

2-96 

7 

2-9-3 

25 

Amblygonite  (p.  347) . . 

Hebron  ite  (p.  348) 

Axinite  (p.  288) 

Babingtonite  (p.  273). . . 

Cyan  ite  (p.  310) 

Rhodonite  (p.  272) 

Veszelyite  (p.  351) 

Roselite  (p.  850) 

?  Brochantite  (p.  874). 
Pseudomalachite  (p.  352} 


S#ec.  Gravity 

Hardness. 

3-311 

6 

3-27 

6-5-7 

3  -8-3  -37 

5-5-6 

84-3  7 

5-7-25 

84 ^3  7 

5-5-6-5 

3-5 

4 

8-5-5-58 

8-5 

3-8-3-9 

3-5-4 

4-4  4 

4-5-5 

m.  AUXILIARY  TABLES. 


A.   Minerals  whose  Hardness  is  equal  to,  or  greater  than,  7  (  Quartz=7). 


Qnartz  (p.  262) 
Tridyinite  (p.  266) 
Danburite  (p.  289) 
Boracite  (crystals)  (p.  359) 
Cyanite  (p.  310) 
Tourmaline  (p.  307) 
Garnet  (p.  280) 
Iolite  (p.  289) 
Staurolite  (p.  314) 
Schorlomite  (p.  315) 


Hardness. 


7 

7 

7 

7 

5-7-25 

6-5-7-5 

6-5-7-5 

7-7-5 

7-7-5 


Cryst.* 
III.  (R) 
III. 
VI. 

I. 
VI. 
IH.  (R) 

I. 
IV. 
IV. 


7-7-5        — 


Enclase  (p.  811) 
Zircon  (p.  282) 
Andalusite  (p.  309) 
Beryl  (p.  277) 
Phenacite  (p.  279) 
Spinel  (p.  249) 
Topaz  (p.  310) 
Chrysoberyl  (p.  252) 
Corundnm  (p.  245) 
Diamond  (p.  206) 


Hardness. 
7-5 
7  5 
7o 

7-5-8 
7-5-8 
8 
8 

8-5 
9 
10 


Cryst. 

V. 

II. 
IV. 
III. 

m.  (R) 
i. 

IV. 
IV. 

III.  (R) 
I. 


The  following  minerals  have  hardness  equal  to  6-7,  or  6  '5-7  : 

Iridosinine,  III. — Cassiterite,  II.;  Diaspore,  IV.;  Chrysolite,  IV.;  Spodumene,  V.; 
Epidote,  V.;  Ardennite,  IV.;  Gadolinite,  V.;  Fibrolite,  V.;    Feldspars,  VI.;  Axinite,  VI. 

B.  UnmetftUic  Minerals  which  are  distinctly  foliated  in  some  of  their  varieties. 

1.  Micaceous  :  easily  separable  into  very  thin  laminae,  flexible  to  slightly -brittle. 

a.  Micas  (pp.  289  to  293) :  laminae  tough  and  elastic,  except  when  they  have  under- 
gone alteration ;  anhydrous.  Here  are  included  the  species :  Phlogopite  ;  Biotite  ;  Musco- 
vite ;   Lepidolite ;  Cryophyllite.     These  graduate  into  the 

Hydro-micas  (pp.  331,  332),  in  which  the  laminae  are  inelastic  and  more  or  less 
brittle.  Here  belong  :  Fahlunite  ;  Margarodite  ;  Damourite  ;  Paragonite  ;  Cookeite ;  Eu- 
phyllite;  Oellacherite,  etc.;  and  related  to  *ihcse,  Margarite. 

Lepidomelane  and  Astrophyllite  are  other  micas  (anhydrous  or  nearly  so)  whose 
folia  are  nearly  inelastic. 

b.  Ciilorites  (pp.  333  to  335) :  laminae  toogh  but  mostly  inelastic  ;  hydrous ;  color 
generally  dark-green.  Here  are  included  :  Penninite  ;  Ripidolite  ;  Prochlorite,  etc.  These 
are  related  to  the  Vermiculitks  (p.  33*J),  in  which  the  laminae  are  less  tough,  being  more  or 
less  brittle  :  Jefferisite  ;  Pyrosclerite,  etc. 

c.  Pyrophyllite,  Talc,  sometimes  rather  micaceous,  laminae  soft,  and  somewhat 
greasy  to  the  feel.  Brucite  is  related  in  character,  but  differs  chemically  in  being  soluble 
in  acids. 

d.  Torbernite,  color  deep-green ;  Autunite,  color  yellow  to  bright-green,  laminae  brittle. 


*  Here,  as  elsewhere,  I.  =  Isometric ;  II.  =  Tetragonal ;  HI.=Hexagonal ;  IV.  =Orthorhom- 
bic  ;  V.  =Monoclinic ;  VI.  Triclinia 
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2.  Not  properly  micaceous,  though  separable  more  or  less  easily  into  thin  laminae. 
Chloritoid  (p.  836)  and  Seybertite  (p.  <S36)  are  foliated,  the  laminae  not  separating 
easily.     So  also  Bronzite,  Hypersthene,  Diallage,  and  Marmolite. 

Gypsum  sometimes  occurs  in  soft,  separable  laminae  (var.  Selenite),  slightly  flexible. 
Zincite  and  Erythrite  are  sometimes  foliated  but  not  separable. 

C.   UnmetaMc  Minerals  which  in  some  of  tlteir  varieties  have  a  fibrous  structure. 

1.  Easily  separable  into  flexible  fibres. 

Asbestus  (=amphibole) ;  Crocidoiite  ;  Chrysotile  (= serpentine);  Anthroeiderite. 

2.  Fibrous,  not  easily  separable ;  structure  graduating  into  columnar. 

Anhydrous  Silicates: — Enstatite;  Wollastonite ;  Fibrolite ;  also,  though  more  properly 
columnar  in  structure  : — Cyanite ;  Epidote ;  Tourmaline. 

Hydrous  Silicates,  Zeolites  mostly  : — Thomsonite  ;  Okenite  J  Natrolite ;  Scolecite ;  Pecto- 
lite  ;  Garpholite.     Also  some  Serpentine. 

Phosphates  ;  Arsenates : — Wavellite ;  Cacoxenite  ;  Pharmacolite ;  Dufrenite  ;  Olfoenite ; 
Yivianite;  Pyromorphite. 

SidpJiates:  Anhydrite;  Barite;  Oelestite;  Gypsum. 

Carbonates: — Oalcite;  Diallogite;    Magnesite;  Hydromagnesite ;  Aragonite;  Malachite. 

Also  : — Brucite  (nemalite) ;  Sussexite ;  Ulexite. 
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CATALOGUE  OF  AMERICAN  LOCALITIES  OF  MINERALS. 


The  following  catalogue*  may  aid  the  mineralogical  tourist  in  selecting  his  routes  and 
arranging  the  plan  of  his  journeys.  Only  important  localities,  affording  cabinet  specimens, 
are  in  general  included :  and  the  names  of  ifwse  minerals  whicfi  are  obtainable  in  good  speci- 
mens are  distinguished  by  italics.  When  a  name  is  not  italicized  the  mineral  occurs  only  spar- 
ingly or  of  poor  quality.  When  the  specimens  to  be  procured  are  remarkably  good,  an  excla- 
mation mark  (!)  is  added,  or  two  of  these  marks  (1 1)  when  the  specimens  are  quite  unique. 

MAINE. 

Albany. — Beryl!  green  and  black  tourmaline,  feldspar,  rose  quartz,  rutile. 

Aroostook. — Red  hematite. 

Auburn. — LepidoUte,  amblygonite  {hebronUe),  green  tourmaline. 

Bath. — Vesavianite,  garnet,  magnetite,  graphite. 

Bethel. — Cinnamon  garnet,  calcite,  sphene,  beryl,  pyroxene,  hornblende,  epidote, 
graphite,  talc,  pyrite,  arsenopyrite,  magnetite,  wad. 

Bingham. — Massive  pyrite,  galenite,  blende,  andalusite. 

Blue  Hill  Bay. — Arsenical  iron,  molybdenite!  galenite,  apatite!  fluorite!  black  tourma- 
line (Long  Cove),  black  oxide  of  manganese  (Osgood's  farm),  rhodonite,  bog  manganese, 
wolframite. 

Bowdoin. — Hose  quartz. 

Bowdoinham.—  Beryl,  molybdenite. 

Brunswick. — Green  mica,  garnet!  black  tourmaline!  molybdenite,  epidote,  calcite,  Mus- 
covite, feldspar,  beryl. 

Buckfield. —  Garnet  (estates  of  Waterman  and  Lowe),  iron  ore,  muscovite!  tourmaline! 
magnetite. 

C  AMD  age  Farm. — (Near  the  tide  mills),  molybdenite,  wolframite 

Camden. — Made,  galenite,  epidote,  black  tourmaline,  pyrite,  talc,  magnetite. 

Cahmel  (Penobscot  Co.).  — Stibnite,  pyrite,  macle. 

Corinna. — Pyrite,  arsenopyrite. 

Deer  Isle. — Serpentine,  verd-antique,  asbestus,  diallage,  magnetite. 

Dexter. — Galenite,  pyrite,  blende,  chalcopyrite,  green  talc. 

Dixfield. — Native  copperas,  graphite. 

Babt  Woodstock.— Muscovite. 

Farmington. — (Norton's  ledge),  pyrite,  graphite,  bog  ore,  garnet,  staurolite. 

Freeport. — Hose  quartz,  garnet,  feldspar,  scapolite,  graphite,  muscovite. 

Fryeburg. — Garnet,  beryl. 

Georgetown. — (Parker's  island),  beryl!  black  tourmaline. 

Greenwood. — Graphite,  black  manganese,  beryl!  arsenopyrite,  cassiterite,  mica,  rose 
quartz,  garnet,  corundum,  albite,  zircon,  molybdenite,  magnetite,  copperas. 

*  The  catalogue  is  essentially  the  same  as  that  published  in  the  5th  Edition  of  Dana's  Sys- 
tem of  Mineralogy,  1868.  The  names  of  a  considerable  number  of  new  localities  have«been 
added,  however,  which  have  been  derived  from  various  printed  sources,  and  also  from  private 
contributions  from  Prof.  G.  J.  Brush,  Mr.  G.  W.  Hawes,  Mr.  J.  Willcox,  and  others. 
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Krbkotx.— Cassiterite,  arsenopyrite,  idocraae,  Upidolite,  amblygonite  {hcbronite),  rubeUUef 
indicolite,  green  tourmaline,  mica,  beryl,  apatite,  albite,  chUdrenite,  cookeite. 

J k well's  Island.— Pyrite. 

Kataiidin  Iron  Works.— Bog-iron  ore,  pyrite,  magnetite,  quartz. 

Letter  E,  Oxford  Co.— Sttfurolite,  made,  copperas. 

LiNN/EUS. — Hematite,  limonite,  pyrite,  bog-iron  ore. 

Litchfield.— Sodalite,  cancrinite,  claolite,  zircon,  spodumene,  muscovite,  pyrrhotite. 

Lubec  Lead  Mines.  —  Galenite,  chalcopyrite,  blende. 

Machiasport.—  Jasper,  epidote,  laumontite. 

Madawaska  Settlements. —  Vivianite. 

Minot.  —Beryl  smoky  quartz. 

Monmouth. — Actinolite,  apatite,  eUBoUte,  zircon,  staurolite,  plumose  mica,  beryl,  rutUe. 

Mt.  Abraham. — Andalusite,  staurolite. 

Norway.  —  Chrysoberyl !  molybdenite,  beryl,  rose  quartz,  orthoclase,  cinnamon  garnet. 

Orr's  Island. — Steatite,  garnet  andalusite. 

Oxford.— Garnet,  beryl,  apatite,  wad,  zircon,  muscovite,  orthoclase. 

Fakis.— Green!  red/  black,  and  blue  tourmaUne!  mica!  lepidoUte!  feldspar,  albite,  quartz 
crystals  !  rose  quartz,  cassiterite,  amblygonite,  zircon,  brookite,  beryl,  smoky  quartz,  spodu- 
mene, cookcite,  leucopyrite. 

Parsonsfield. —  Vesuvianite  !  yellow  garnet,  par gasite.  adularia,  scapolite,  galenite,  blende, 
chalcopyrite. 

Peru—  Crystallized  pyrite. 

Prippsburg. —  Yellow  garnet !  manganesian  garnet,  vesuvianite,  pargasite,  axinite,  laumon- 
tite !  chabazite,  an  ore  of  cerium  ? 

Poland.—  Vesuvianite,  smoky  quartz,  cinnamon  garnet. 

Portland. — Prehnitc.  actinolite,  garnet,  epidote,  amethyst,  calcite. 

Pownal. — Black.tourmaline,  feldspar,  scapolite,  pyrite,  actinolite,  apatite,  rose  quartz. 

Raymond. — Magnetite,  scapokte,  pyroxene,  Upidolite,  tremolite,  hornblende,  epidote,  ortho- 
clase, yellow  garnet,  pyrite,  vesuvianite. 

Rockland. — Hematite,  tremolite,  quartz,  wad,  talc. 

Rumford.—  YeUrw  garnet,  vesuvianite,  pyroxene,  apatite,  scapolite,  graphite. 

Rutland.— Allanite. 

Sandy  Rivek. — Auriferous  sand. 

San  ford,  York  Co. —  Vesuvianite  !  albite,  calcite,  molybdenite,  epidote,  black  tourmaline, 
labradorite. 

Searsmont.— Andalusite,  tourmaline. 

South  Berwick.  — Macle. 

Stan  disi  i. — (  Humbite  ! 

Streaked  Mountain. — Beryl!  black  tourmaline,  mica,  garnet. 

Thom aston.  —  Calcite,  tremolite,  hornblende,  sphene,  arsenical  iron  (Owl's  head),  black 
manganese  (Dodge's  mountain),  thomsonite,  laic,  blende,  pyrite,  galenite. 

Topsham. — Quartz,  galenite^  blende,  tungstite  ?  beryl,  apatite,  molybdenite,  columbite. 

Union. — Magnetite,  bog-iron  ore. 

Wales. — Axinite  in  boulder,  alum,  copperas. 

Waterville —  Crystallized  pyrite. 

Windham  (near  the  bridge).—  Staurolite,  spodumene,  garnet,  beryl,  amethyst,  cyanite, 
tonrmaline. 

Winslo  w.  — Cassiterite. 

Winturop. — Staurolite,  pyrite,  hornblende,  garnet,  copperas. 

Woodstock. — Graphite,  hematite,  prehnite,  epidote,  calcite. 

York. — Beryl,  vivianite,,  oxide  of  manganese. 

NEW  HAMPSHIRE. 

Acworth. — Bei-yl!!  mica!  tourmaUne,  feldspar,  albite,  rose  quartz,  columbite/  cyanite, 
autunite. 

Alstkad. — Mica!  !  albite,  black  tourmaline,  molybdenite,  andalusite,  staurolite. 

Amherst. —  Ve*urianite,  yellow  garnet,  pargasite,  calcite,  amethyst,  magnetite. 

Bartlktt. — Magnetite,  hematite,  brown  iron  ore  in  large  veins  near  Jackson  (on  "  Bald 
face  mountain  "),  quartz  crystals,  smoky  quartz. 

Bath. — Galenite,  chalcopyrite. 

Bedford. — Tremolite,  epidote,  graphite,  mica,  tourmaline,  alum,  quarts. 

Bellows  Falls. — Cyanite,  staurolite,  wavellite. 

Bristol.—  Graphite. 
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C  ampton.  —Beryl ! 

Canaan. — Gold  in  pyrites,  garnet. 

Charleston. — Staurolite  made,  andahisite  made,  bog-iron  ore.  prehnite,  cyanite. 

Cornish. — Stibnite,  tetrahedrite,  rutile  in  quartz!  (rare),  staurolite. 

Crotden. — IoUtef  chalcopyrite,  pyrite,  pyrrhotite,  blende. 

ENFrELD. — Gold,  galenite,  staurolite,  green  quartz. 

Pranceston. — Soapstone,  areenopyrite,  quartz  crystals. 

Franconia. — Hornblende,  staurolite!  epidote!  eoisite,  hematite,  magnetite,  Mack  and  red 
manganesian  garnets,  arsenopyrite  (danaite),  chalcopyrite,  molybdenite,  prehnite,  green 
quartz,  malachite,  azurite. 

Gilford  (Gunstock  Mt.).— Magnetic  iron  ore,  native  "  loadstone." 

Goshen. — Graphite,  black  tourmaline. 

Gilmantown.— Tremolite,  epidote,  muscoyite,  tourmaline,  limonite,  red  and  yellow 
quartz  crystals. 

Grafton. — Mica  !  (extensively  quarried  at  Glass  Hill,  2  m.  S.  of  Orange  Summit),  aibite! 
blue,  green,  and  yellow  beryls !  (1  m.  S.  of  O.  Summit),  tourmaline,  garnets,  t/riphyUte,  apa- 
tite, fluorite. 

Grantham.  —  Gray  stauroUte! 

Groton. — Arsenopyrite,  blue  beryl,  muscoyite  crystals. 

Hanover. — Garnet,  a  boulder  of  quartz  containing  rutUe  !  black  tourmaline,  quartz,  cya- 
nite, labradorite,  epidote. 

Haverhill. — Garnet!  arsenopyrite,  native  arsenic,  galenite,  blende,  pyrite,  chalcopy- 
rite,  magnetite,  marcasite,  steatite. 

Hillsboro'  (Campbell's  mountain). — Graphite. 

Hinsdale. — BhodonUe,  black  oxide  of  manganese,  molybdenite,  indicolite,  black  tour- 
maline. 

Jackson.— Drusy  quartz,  tin  ore,  arsenopyrite,  native  arsenic,  fluorite,  apatite,  magnetite, 
molybdenite,  wolframite,  chalcopyrite,  arsenate  of  iron. 

Jaffrey  (Monadnock  Mt.). — Cyanite,  limonite.. 

Keens. — Graphite,  soapstone,  milky  quartz,  rose  quartz. 

Landaff. — Molybdenite,  lead  and  iron  ores. 

Lebanon. — Bog-iron  ore,  arsenopyrite,  galenite,  magnetite,  pyrite. 

Lisbon. — Staurolite,  black  and  red  garnets,  granular  magnetite,  hornblende,  epidote,  zoisite, 
hematite,  arsenopyrite,  galenite,  gold,  ankerite. 

Littleton. — Ankerite,  gold,  bornite,  chalcopyrite.  malachite,  menaocanite,  chlorite. 

Lyman.— Gold,  arsenopyrite,  ankerite,  dolomite,  galenite,  pyrite,  copper,  pyrrhotite. 

Lyme. — Cyanite  (N.  W.  part),  black  tourmaline,  rutile,  pyrite,  chalcopyrite  (£.  of  E.  vil- 
lage), stibnite,  molybdenite,  cassiterite. 

Madison. — Galenite,  blende,  chalcopyrite,  limonite. 

Merrimack. — Rutile!  (in  gneiss  nodules  in  granite  vein). 

Middlktown.  —JiutSe. 

Monadnock  Mountain.— Andalusite,  hornblende,  garnet,  graphite,  tourmaline,  ortho- 
clase. 

Moosilauke  Mt. — Tourmaline. 

Mo ultonbo rough  (Red  Hill).— Hornbende,  bog  ore,  pyrite,  tourmaline. 

Newington.— Garnet,  tourmaline. 

New  London. — Beryl,  molybdenite,  muscovite  crystals. 

Newport.  — Molybdenite. 

Orange  —Blue  beryls!  Orange  Summit,  chryBoberyl,  mica  (W.  side  of  mountain),  apatite, 
galenite,  limonite, 

Orpord. — Brown  tourmaline  (now  obtained  with  difficulty),  steatite,  rutile,  cyanite,  brown 
iron  ore,  native  copper,  malachite,  galenite,  garnet,  graphite,  molybdenite,  pyrrhotite,  mela- 
conite,  chalcocite,  ripidoUte. 

Pelham.— Steatite. 

Pikrmont. — Micaceous  iron,  barite,  green,  white,  and  brown  mica,  apatite,  titanic  iron. 

Plymouth. — Columbite,  beryl. 

Richmond.—  Iolite!  rutile,  steatite,  pyrite,  anthophyllite,  talc. 

Rye. — Chiastolite. 

Saddleback  Mt. — Black  tourmaline,  garnet,  spinel. 

Shelburne. — Galenite,  black  blende,  chalcopyrite,  pyrite,  pyrolusite. 

Springfield.— Beryls  (very  large,  eight  inches  diameter),  manganesian  garnets  !  black 
tourmaline  !  in  mica  slate,  aibite,  mica. 

Sullivan. — Tourmaline  (black),  in  quartz,  beryL 

Surrey. — Amethyst,  calcite,  galenite,  limonite,  tourmaline. 

Swanzey  (near  Keene).— Magnetic  Won  (in  masses  in  granite). 

29 
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Tamworth  (near  White  Pond).— Galenite. 

Unity  (estate  of  James  Neal). — Copper  and  iron  pyrites,  chlorophyUite,  green  mica,  radi- 
ated actinolite,  garnet,  titaniferous  iron  ore,  magnetite,  tourmaline. 

Walpole  (near  Bellows  Palls).—  Made,  staurolite,  mica,  graphite. 

Ware  .—Graphite. 

Warren. — Chalcopyrite,  blende,  epidote,  quartz,  pyrite,  tremoUte,  galenite,  rutile,  talc, 
molybdenite,  cinnamon  stone  /  pyroxene,  hornblende,  beryl,  cyanite,  tourmaline  (massive). 

Waterville — Labradorite,  chrysolite. 

Westmoreland  (south  part). — Molybdenite/  apatite/  blue  feldspar,  bog  manganese  (north 
village),  quartz,  fluorite,  chalcopyrite,  oxide  of  molybdenum  and  uranium. 

White  Mts.  (Notch  near  the  "Crawford  House").— Green  octahedral  fluorite,  quartz 
crystals,  black  tourmaline,  chiastolite,  beryl,  calcite,  amethyst,  amazonstone. 

Wilmot.— Beryl 

Winchester. — Pyrolusite,  rhodochrosite,  psilomelane,  magnetite,  granular  quartz,  spodu- 
mene. 

VERMONT. 

Addison. — Iron  sand,  pyrite. 

Alburgh. — Quartz  crystals  on  calcite,  pyrite. 

Athens. — Steatite,  rhomb  spar,  actinolite,  garnet. 

Baltimore. — Serpentine,  pyrite/ 

Barnet. —Graphite. 

Belvidere.— Steatite,  chlorite. 

Bennington. — Pyrolusite,  brown  iron  ore,  pipe  clay,  yellow  ochre. 

Berkshire. — Epidote,  hematite,  magnetite. 

Bethel. — Actinolite/  talc,  chlorite,  octahedral  iron,  rutUe,  brown  spar  in  steatite. 

Brandon. — Braunite,  pyrolusite,  psilomelane,  limonite,  lignite,  -white  clay,  statuary 
marble  ;  fossil  fruits  in  the  lignite,  graphite,  chalcopyrite. 

Brattleborough. — Black  tourmaline  in  quartz,  mica,  zoisite,  rutile,  actinolite,  acapolite, 
spodumene,  roofing  slate. 

Bridgewater, — Talc,  dolomite,  magnetite,  steatite,  chlorite,  gold,  native  copper,  blende, 
galenite,  blue  spinel,  chalcopyrite. 

Bristol. — Rutile,  limonite,  manganese  ores,  magnetite. 

Brookfield. — Arsenopyrite,  pyrite. 

Cabot. — Garnet,  staurolite,  hornblende,  albite. 

Castleton. — Hoofing  slate,  jasper,  manganese  ores,  chlorite. 

Cavendish. — Garnet,  serpentine,  talc,  steatite,  tourmaline,  asbestus,  tremoUte. 

Chester. — Asbestus,  feldspar,  chlorite,  quartz. 

Chittenden. — Psilomelane,  pyrolusite,  brown  iron  ore,  hematite  and  magnetite,  galenite, 
iolite. 

Colchester. — Brown  iron  ore,  iron  sand,  jasper,  alum. 

Corinth. — Chalcopyrite  (has  been  mined),  pyrrhotite,  pyrite,  rutile,  quartz. 

Coventry.— Rhodonite. 

Craftsburv. — Mica  in  concentric  balls,  calcite,  rutile. 

Derby. — Mica  (adamsite). 

Dummerston.— Rutile,  roofing  Blate. 

Fair  Haven.  —Hoofing  slate,  pyrite. 

Fletcher. — Pyrite,  magnetite,  acicular  tourmaline. 

Grafton. — The  steatite  quarry  referred  to  Grafton  is  properly  in  Athens ;  quarts,  acti- 
nolite. 

Guilford. — Scapolite,  rutile,  roofing  slate. 

Hartford. — Calcite,  pyrite/  cyanite  in  mica  slate,  quartz,  tourmaline. 

Irasbcrgii. — Rhodonite,  psilomelane. 

Jay. — Chromic  iron,  serpentine,  amianthus,  dolomite. 

Lowell. — Picrosmine,  amianthus,  serpentine,  cerolite,  talc,  chlorite. 

Marlboro1. — Rhomb  spar,  steatite,  garnet,  magnetite,  chlorite. 

Mendon. — Magnetic  iron  ore. 

Middlebury.  — Zircon. 

Middlesex.— Rutile !  (exhausted). 

Monkton. — Pyrolusite,  brown  iron  ore,  pipe  clay,  feldspar. 

Moretown. — Smoky  quartz/  steatite,  talc,  wad,  rutile,  serpentine. 

Morristo  wn.  —Galenite. 

Mount  Holly.—  Asbestus,  chlorite. 

New  Fane.— Glassy  and  asbesUform  actinolite,  steatite,  green  quart*  (called  chrysoprase 
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at  the  locality),  chalcedony,  drusy  quartz,  garnet,  chromic  and  titanic  iron,  rhomb  spar, 
serpentine,  rutile. 

Norwich.—  Actinolite,  feldspar,  brown  spar  in  talc,  cyanite,  zoisite,  chalcopyrite,  pyrite. 

Pittspokd. — Brown  iron  ore,  manganese  ores. 

Plymouth. — Siderite,  magnetite,  hematite,  gold,  galenite. 

Plymfton. — Massive  hornblende. 

Putney. — Fluorite,  brown  iron  ore,  rutile,  and  zoisite,  in  boulders,  staurolite. 

Reading. — Glassy  actinoliie  in  talc. 

Reads  bo  ro'. — Glassy  actinolite,  steatite,  hematite. 

Ripton. — Brown  iron  ore,  augite  in  boulders,  octahedral  pyrite. 

Rochester. — Rutile,  hematite  cryst. ,  magnetite  in  chlorite  slate. 

Rockingham  (Bellows  Falls). — Cyanite,  indicolite,  feldspar,  tourmaline,  fluorite,  caloite, 
prehnite,  staurolite. 

Roxbury. — Dolomite,  talc,  serpentine,  asbestus,  quartz. 

Rutland.—  Magnetite,  white  marble,  hematite,  serpentine,  pipe  clay. 

Salisbury. — Brown  iron  ore. 

Sharon.— QuarU  crystals,  cyanite. 

Shorbham. — Pyrite,  black  marble,  calcite. 

Shrewsbury. — Magnetite  and  chalcopyrite. 

Starksboro'. — Brown  iron  ore. 

Stirling. — Chalcopyrite,  talc,  serpentine. 

Stock BitiDGE  — Arsenopyrite,  magnetite. 

Strafford. — Magnetite  and  cJialcopyrite  (has  been  worked),  native  copper,  hornblende, 
copperas. 

Thetford.— Blende,  galenite,  cyanite,  chrysolite  in  basalt,  pyrrhotite,  feldspar,  roofing 
slate,  steatite,  garnet. 

Townshend. — Actinolite,  black  mica,  talc,  steatite,  feldspar. 

Troy. — Magnetite,  talc,  serpentine,  picrosmine,  amianthus,  steatite,  one  mile  southeast  of 
Tillage  of  South  Troy,  on  the  farm  of  Mr.  Pierce,  east  side  of  Missisco,  chromite,  zaratite. 

Vershtre. — Pyrite,  chalcopyrite,  tourmaline,  arsenopyrite,  quartz. 

Wardsboro'.—  Zoisite,  tourmaline,  tremolite,  hematite. 

Warren. — Actinolite,  magnetite,  wad,  serpentine. 

Waterbury. — Arsenopyrite,  chalcopyrite,  rutile,  quartz,  serpentine. 

Waterville. — Steatite,  actinolite,  talc. 

Weathersfield.  —Steatite,  hematite,  pyrite,  tremolite. 

Wells'  River.— Graphite. 

Westfield. — Steatite,  chromite,  serpei|fcine. 

Westminster.— Zoisite  in  boulders. 

Windham. — Glassy  actinolite,  steatite,  garnet,  serpentine. 

Woodbury. — Massive  pyrite. 

Woodstock.  —Quartz  crystals,  garnet,  zoisite. 

MASSACHUSETTS. 

Alford. — Galenite,  pyrite. 

Athol.— AUanite,  fibrolite  (?),  epidote!  babingtonite  ? 

A  ubu  rn. — Masonite. 

Barre. — Rutile  !  mica,  pyrite,  beryl,  feldspar,  garnet. 

Great  B arrington. — Tremolite. 

Bedford  . — Garnet. 

Belche  rton. — Allanite. 

Bern  ardston.  —Magnetite. 

Beverly. — Columbite,  green  feldspar,  cassiterite. 

Blanford. — Serjyentine,  ant/iophyUite,  actinolite/  chromite,  oyanite,  rose  quartz  in 
boulders. 

Bolton. — ScapoUte  /  pctalite,  sphene,  pyroxene,  nnttalite,  diopside,  boltonite,  apatite,  mag- 
nesite.  rhomb  spar,  allanite,  yttrocerite  /  cerium  ochre  ?  (on  the  scapolite),  spinel. 

Boxborough. — Scapolite,  Bpinel,  garnet,  augite,  actinolite,  apatite. 

Brighton. — Asbestus. 

Brimfield  (road  leading  to  Warren). — lolite,  adularia,  molybdenite,  mica,  garnet. 

Carlisle. — Tourmaline,  garnet!  scapolite,  actinolite. 

Charlestown.  —Prehnite,  laumontite,  stilbite,  chabazite,  quartz  crystals,  melanolite. 

Chelmsford. — Scapolite  (chelmsfordite),  chondrodite,  blue  spinel,  amianthus/  rose' 
quartz. 
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Chester.—  Hornblende,  scapoUte,  zoisite,  spodumene,  indicolite,  apatite,  magnetite,  ohro- 
mite,  Btilbite,  heulandite,  analcite  and  chabazite.  At  the  Emery  Mine,  Chester  Factories,— 
Corundum,  margarite,  diaspore,  epidote,  corundopbilite,  chloritoid,  tourmaline,  menaccan- 
ite  !  rutile,  biotite,  indianite  ?  andesite  ?  cyanite,  amesite. 

Chest  rrfield.—JKu^,  green,  and  red  tourmaline,  cleavelandite  (albite),  lepidolite,  smoky 
quartz,  microlite,  spodumene,  cyanite,  apatite,  rose  beryl,  garnet,  quartz  crystals,  staurolite, 
cassiterite,  cclumbUe,  zoisite,  nranite,  brookite  (eumanite),  scheelite,  anthophyllite,  bornite. 

Conway.— Pyrolusite,  fluorite,  zoisite,  rutile  !  !  native  alum,  galenite. 

Cummington. — Rhodonite!  cummingtonite  (hornblende),  maroasite,  garnet. 

Dedham. — Asbestus,  galenite. 

Deerfield.—  Chabazite,  heulandite,  stilbite,  amethyst,  carnelian,  chalcedony,  agaU. 

Fitchburo  (Pearl  Hill).— Beryl,  stauroUte!  garnets,  molybdenite. 

Foxborough. — Pyrite,  anthracite. 

Franklin.  —Amethyst. 

Goshen.— Mica,  albite,  spodumenef  blue  and  green  tourmaline,  beryl,  zoisite,  smoky  quartz, 
colnmbite,  tin  ore,  galenite,  beryl  (goshenite),  pihlite  (cymatolite). 

Greenfield  (in  sandstone  quarry,  half  mile  east  of  village). — Allophane,  white  and 
greenish. 

Hatfield.— Barite,  yellow  quartz  crystals,  galenite,  blende,  chalcopyrite. 

Hawley. — Micaceous  iron,  massive  pyrite,  magnetite,  zoisite. 

Heath.— Pyrite.  zoisite. 

Hinsdale.— Brown  iron  ore,  apatite,  zoisite. 

Hubbardbton.— Massive  pyrite. 

Lancaster.— Cyanite,  chiastoHtef  apatite,  staurolite,  pinite,  andalusite. 

Lee.— Tremclite!  sphenef  (east  part). 

Lenox. — Brown  hematite,  gibbsite(?) 

L everett.— Barite,  galenite,  blende,  chalcopyrite. 

Leyden. — Zoisite,  rutile. 

Littlefield. — Spinel,  scapolite,  apatite. 

Lynn  field. — Magnesite  on  serpentine. 

Martha's  Vineyard. — Brown  iron  ore,  amber,  selenite,  radiated  pyrite. 

Mendon.— Jficfl/  chlorite. 

Middlefield. — Classy  actinotite,  rhomb  spar,  steatite,  serpentine,  feldspar,  drusy  quartz, 
apatite,  zoisite,  nacrite,  chalcedony,  talc!  deweylite. 

Milbury.—  VermicuUte. 

Montague.  —Hematite. 

Newbury. — Serpentine,  ohrysotile,  epidote,  mapioe  garnet,  siderite. 

Newbubyport. — Serpentine,  nemalite,  uranite. — Argentiferous  galenite,  tetrahedrite, 
chalcopyrite,  pyrargyrite,  etc 

New  Braintree.—  Mack  tourmaline. 

Norwich.— Apatite!  black  tourmaline,  beryl,  spodumene!  triphylite  (altered),  blende. 
quartz  crystals,  cassiterite. 

North  field.— Cdumbite,  fibrolite,  cyanite. 

Palmer  (Three  Rivers). — Feldspar,  prehnite,  calo  spar. 

Pelham.—  Asbestus,  serpentine,  quartz  crystals,  beryl,  molybdenite,  green  hornsione,  epidote. 
amethvst,  corundum,  vermiculite  (pelhamite). 

Plainfield. — Cummingtonite,. pyrolusite,  rhodonite. 

Richmond.—  Brown  iron  ore,  gibbsite!  aUophane. 

UocKPORT.—Danalite,  eryophyUite,  annite,  cyrtoUte  (altered  zircon),  green  and  while  ortho- 
dose. 

Rowe.— Epidote,  talc. 

South  Roy  Alston.— Beryl!!  (now  obtained  with  great  difficulty),  mica!  /  feldspar/ 
allanitc.  Four  miles  beyond  old  loc.,  on  farm  of  Solomon  Hey  wood,  mica  !  beryl!  feldspar/ 
menaccanite. 

Russel.— Schiller  spar  (diallage  ?),  mica,  serpentine,  beryl,  galenite,  chalcopyrite. 

Salem. — In  a  boulder,  cancrinite,  sodalite,  elaeolite. 

S  AUG  us. — Porphyry,  jasper. 

Sheffield.— Asbestus,  pyrite,  native  alum,  pyrolusite,  rutile. 

Shelburne.  —Rutile . 

Shutesbury  (east  of  Locke's  Pond). — Molybdenite. 

Southampton. — Galenite,  cerussite,  anglesite,  touffenite,  fluorite,  barite,  pyrite,  chalcopy- 
rite, blende,  corneous  lead,  pyromorphite,  stolzite,  chrysooolla. 

Sterling. — Spodumene,  chiastoUte,  siderite*  arsenopyrite,  Uende,  galenite,  chalcopyrite. 
pyrite,  sterlingite  (damourite). 

Stoneham.  —Nephrite. 
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Bttjhbriikie.— Graphite,  garnet,  apatite,  bog  ore. 

Swampscot. — OrtMte,  feldspar. 

Taunton  (one  mile  Routh). — Paracolumbite  (titanio  iron). 

Turner's  Falls  (Conn.  River).— Chaloopyrite,  prehnite,  chlorite,  chlorophadte,  siderite, 
malachite,  magnetic  iron  Band,  anthracite. 

Ttringham. — Pyroxene,  soapolite. 

Uxbridgb.  — Galenite. 

Warwick. — Massive  garnet,  radiated  Mack  tourmaline,  magnetite,  beryl,  epidote. 

Washington.— Graphite. 

Westfibld. — Schiller  spar  (diallage),  serpentine,  steatite,  cyanite,  soapolite,  aotinolite. 

Westford. — Andalusite  ! 

West  Hampton. — Galenite,  argentine,  pseudomorphous  quartz. 

West  Springfield. — Prehnite,  ankerite,  satin  spar,  celestite,  bituminous  ooaL 

West  Stockbridge  — Hematite,  fibrous  pyrolusite,  siderite. 

Wuately.—  Native  copper,  galenite. 

Williamsburg.  —ZoisUe,  pseudomorphous  quartz,  apatite,  rose  and  smoky  quartz,  galenite, 
pyrolusite,  chaloopyrite. 

Williamstown.— Cryst.  quart*. 

Windsor.— Zoisite,  aotinolite^  rut&e  / 

Worcester.— Arsenopyrite,  idocrase,  pyroxene,  garnet,  amianthus,  bucholzite,  siderite, 
galenite. 

Worthtngton. — Cyanite. 

Zoar. — Bitter  spar,  talc 

RHODE  ISLAND. 

Bristol. — Amethyst. 

Coventry. — Mica,  tourmaline. 

Cranston.  —  Actinolite  in  talc,  graphite,  cyanite,  mica,  melanterite,  bog  iron. 

Cumberland. — Manganese,  epidote,  actinolite,  garnet,  titaniferous  iron,  magnetite,  red 
hematite,  chalcopyrite,  bornite,  malachite,  azurite,  calcite,  apatite,  feldspar,  zoisite,  mica, 
quartz  crystals,  ilvaite. 

Diamond  Hill. — Quartz  crystals,  hematite. 

Foptbr. — Cyanite,  hematite. 

Gloucester, — Magnetite  in  chlorite  slate,  feldspar. 

Johnston.— Talc,  brown  spar,  calcite,  garnet,  epidote,  pyrite,  hematite,  magnetite,  chal- 
copyrite, malachite,  azurite. 

Lime  Rock, — Calcite  crystals,  quartz  pyrite. 

Lincoln. — Calcite  dolomite. 

Natic. — See  Warwick. 

Newport. — Serpentine,  quartz  crystals. 

Portsmouth  — Anthracite,  graphite,  asbestus,  pyrite,  chaloopyrite. 

Smithfield. — Dolomite,  calcite,  bitter  spar,  siderite,  naerite,  serpentine  (bowenite),  tremo- 
lite,  asbestus,  quartz,  magnetic  iron  in  chlorite  slate,  talc/  octahedrite,  feldspar,  beryl. 

Valley  Falls. — Graphite,  pyrite,  hematite. 

Warwick  (Natic  village). — Masonite,  garnet,  graphite,  bog  iron  ore. 

Westerly.— Menaocanite. 

Woonsocket.  — Cyanite. 

CONNECTICUT. 

Berlin. — Barite,  datolite,  blende,  quartz  crystals. 

Bolton. — Staurolite,  chaloopyrite. 

Bradleyyille  (Litchfield). — Laumontite. 

Bristol. — Chalcocitef  chalcopyrite,  barite,  bornite,  talc,  aUophane,  pyromorphite,  calcite, 
malachite,  galenite,  quartz. 

Brookfield. — Galenite,  calamine,  blende,  spodumene,  pyrrhotite. 

Canaan. — Tremolite  and  white  augite/  in  dolomite,  canaanite  (massive  pyroxene). 

Chatham. — Arsenopyrite,  smaltite,  chloanthite  (ehathamite),  scorodite,  niocolite,  beryl, 
erythrite. 

Cheshire. — Barite,  chalcodte,  bornite  cryst,  malachite,  kaolin,  natrolite,  prehnite,  chaba-  ♦ 
zite,  datolite. 

CnBffiRiL—BtUimanite/  zircon,  epidote. 
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Cornwall.  —  Graphite,  pyroxene,  acUnolits,  sphene,  scapolite. 

Danbury.— Danburite,  digoclase,  moonstone,  brown  tourmaline,  orthoclase,  pyroxene, 
parathorite. 

Farmington. — Preknite,  ehabazite,  agate,  native  copper ;  in  trap,  diabantite. 

Granby.— Green  malachite. 

Greenwich — Mack  tourmaline. 

Had  dam. — Chrysoberyl  /  beryl!  epidotef  tourmaline/  feldspar,  garnet/  ioUte/  oUgodase, 
e/dorophylUte !  automoUte,  magnetite,  adularia,  apatite,  columbite/  (hermannolite),  zircon 
(calyptolite),  mica,  pyrite,  marcasite,  molybdenite,  allanite,  bismuth,  bismuth  ochre,  bismu- 
tite. 

Had lyme. — Chabazite  and  stilbite  in  gneiss,  with  epidote  and  garnot. 

Hartford. — Datolite  (Rocky  Hill  quarry). 

Kent. — Brown  iron  ore,  pyrolusite,  ochrey  iron  ore. 

Litchfield. — Oyanite  with  corundum,  apatite,  and  andalusite,  menaocatUte  (washington- 
ite),  chalcopyrite,  diaspore,  niccoliferous  pyrrhotite,  margarodite. 

Lyme. — Garnet,  sunstone. 

Mbriden.  — Datolite. 

Middlefield  Falls.—  Datolite,  chlorite,  etc.,  in  amygdaloid. 

Middletown. — Mica,  lepidolite  with  green  and  red  tourmaline,  albite,  feldspar,  columbite/ 
prehnite,  garnet  (sometimes  octahedral),  beryl,  topaz,  uranite,  apatite,  pitchblende ;  at  lead 
mine,  galenite,  clmlcopyriU,  blende,  quartz,  calcite,  fluorite,  pyrite,  sometimes  capillary. 

Milford. — Sahlite,  pyroxene,  asbestus,  zoisite,  verd-antique,  marble,  pyrite. 

New  Hayen. — Serpentine,  asbestus,  chromic  iron,  sahlite,  stilbite,  prehnite,  chabazite, 
gmelinite,  apophyllite,  topazalite. 

Newtown. — Oyanite,  diaspore*  rutile,  damourite,  cinnabar. 

Norwich. — Sillimanite,  monazite  /  zircon,  Mite,  corundum,  feldspar. 

Oxford,  near  Humphreysville. — Cyanite,  chalcopyrite. 

Plymouth. — Galenite,  heulandite,  fluorite,  dihrophyUite  /  garnet 

Reading  (near  the  line  of  Danbury). — Pyroxene,  garnet. 

Roaring  Brook  (Cheshire). — Datolite  /  calcite,  prehnite,  saponite. 

Roxbury. — Siderite,  blende,  pyrite/  /  galenite,  quartz,  chalcopyrite,  arsenopyrite,  limon- 
ite. 

Salisbury. — Brown  iron  ore,  ochrey  iron,  pyrolusite,  triplite,  turgite. 

Saybrook. — Molybdenite,  stilbite,  plumbago. 

Seymour. — Native  bismuth,  arsenopyrite,  pyrite. 

Simsbury. — Copper  glance,  green  malachite. 

Southbury.—  Rose  quartz,  laumontite.  prehnite,  calcite,  barite. 

Southington. — Barite,  datolite,  asteriated  quartz  crystals. 

Stafford. — Massive  pyrites,  alnm,  copperas. 

Stontngton. — Stilbite  and  c/iabazite  on  gneiss. 

T  ard?f  ville. —Datolite. 

Thatchersville  (near  Bridgeport). — Stilbite  on  gneiss,  babingtonite  ? 

Tolland. — Staurolite,  massive  pyrites. 

Trumbull  and  Monroe. — ChloropJtane,  topaz,  beryl,  diaspore,  pyrrhotite,  pyrite,  nioco- 
lite,  scheelite,  wolframite  (pseudomorph  of  scheelite),  rutile,  native  bismuth,  tungstic  acid, 
siderite,  mispickel,  argentiferous  galenite,  blende,  scapolite,  tourmaline,  garnet,  albite, 
augite,  graphic  tellurium  (?),  margarodite. 

Washington  .—Triplite,  menaccanite!  (washingtonite  of  Shepard),  rhodochroeite,  natro- 
lite,  andalusite  (New  Preston),  cyanite. 

Watertown,  near  the  Naugatuok. — White  sahlite,  monazite. 

West  Farms. — Asbestus. 

Willimantic. — Topaz,  monazite,  ripidoUte. 

Winchester  and  Wilton. — Asbestos,  garnet. 


NEW  YORK. 

ALBANY  CO.— Bethlehem,— Calcite,  stalactite,  stalagmite,  calcareous  sinter,  snowy 
gypsum. 

Coeyman'b  Landing, — Gypsum,  epsom  salt,  quartz  crystals  at  Crystal  HOI,  three  miles 
south  of  Albany. 

Guildsrland. —Petroleum,  anthracite,  and  calcite,  on  the  banks  of  the  Norman's  Kill, 
two  miles  south  of  Albany. 

Watervliet.— Quartz  crystals,  yellow  drusy  quarts. 
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ALLEGHANY  CO.— Cuba.— Caloareous  tufa,  petroleum,  3}  miles  from  the  village. 

CATTARAUGUS  CO.—  Fbeedom.—  Petroleum. 

CAYUGA  CO.— Auburn.— CeleBtite,  oalcite,  fluorspar,  epsomite. 

Cayuga  Lake. — Sulphur. 

Ludlow  vi  lle. — Epaomite. 

Union  Springs.— Sdenite,  gypsum. 

Springport. — At  Thompson's  plaster  beds,  sulphur/  sdenite. 

Spring villk. — Nitrogen  springs. 

CLINTON  CO.— Arnold  Iron  Mine— Magnetite,  epidote,  molybdenite. 
Finch  Ore  Bed. — Colette,  greenv&d purple  fluor. 

CHATAUQUE  CO.— Fbbdonia.—  Petroleum,  carburetted  hydrogen. 
L  aon  a.  — Petroleum. 
Sheridan.  —Alum. 

COLUMBIA  CO.— Austkrlitz.— Earthy  manganese,  wulfenite,  chalcooite;  Livingston 
lead  mine,  vitreous  silver  ? 

Chatham.— Quartz,  pyrite  in  cubic  crystals  in  slate  (Hillsdale). 

Canaan. — Chalcocite,  chalcopyrite. 

Hudson.— Epidote,  selenite! 

New  Lebanon. — Nitrogen  springs,  graphite,  anthracite ;  at  the  Ancram  lead  mine,  galen- 
ite,  barite,  blende,  vmifentte  (rare),  chalcopyrite,  caloareous  tufa ;  near  the  dty  of  Hudson, 
epeom  salt,  brown  spar,  wad, 

DUTCHESS  CO.— Amenia.— Dolomite,  Umonite,  turgite. 
Beckman.— Dolomite. 

Dover. — Dolomite,  tremolite,  garnet  (Fobs  ore  bed),  staurolite,  Umonite. 
Fishk ill.—  Dolomite ;  near  Peckville,  talc,  asbestos,  graphite,  hornblende,  augite,  aetmo* 
lite,  hydrous  anthophyllite,  Umonite. 
North  East. — Chalcocite,  chalcopyrite,  galenite,  blende. 
Pawling.  — Dolomite. 

Rhinebkck. — Calcite,  green  feldspar,  epidote,  tourmaline. 
Union  Vale. — At  the  Clove  mine,  gibbsite,  Umonite. 

ESSEX  CO. — Alexandria. — Kiiby's  graphite  mine,  graphite,  pyroxene,  scapoUte,  sphene. 

Crown  Point. — Apatite  (eupyrchroite  of  Emmons),  brown  tourmaline!  in  the  apatite, 
chlorite,  quartz  crystals,  pink  and  blue  calcite,  pyrite ;  a  short  distance  south  of  J.  C.  Ham- 
mond's house,  garnet,  scapoUte,  chalcopyrite,  aventurine  feldspar,  zircon,  magnetic  iron  (Peru), 
epidote,  mica. 

Kerne  . —ScapoUte. 

Lewis.— Tabular  spar,  colophonite,  garnet,  labradorite,  hornblende,  actinolite;  ten  miles 
south  of  the  village  of  KeesevUle,  mispickel. 

Long  Pond.— Apatite,  garnet,  pyroxene,  idocrase,  coccoUte/  /  scapoUte,  magnetite,  blue 
calotte. 

McIntyre. — Labradorite*  garnet,  magnetite. 

Moriah,  at  Sandford  Ore  Bed.— Magnetite,  apatite,  aUanttef  lanthanite,  actinolite,  and 
feldspar ;  at  Fisher  Ore  Bed,  magnetic  iron,  feldspar,  quartz ;  at  Hall  Ore  Bed,  or  ,4New  Ore 
Bed,"  magnetite*  zircons;  on  Mill  brook,  calcite,  pyroxene,  hornblende,  albite;  in  the  town 
of  Moriah,  magnetite,  black  mica  ;  Barton  Hill  Ore  Bed,  albite. 

Newcomb. — Labradorite,  feldspar,  magnetite,  hypersthene. 

Port  Henry. — Brown  tourmaUne,  mica,  rose  quarts,  serpentine,  green  and  black  pyroxene* 
hornblende,  cryst.  pyrite,  graphite,  wollastonite,  pyrrhotite,  adularia;  phiogoptte!  atCheever 
Ore  Bed,  with  magnetite  and  serpentine. 

Roger's  Bock.— Graphite,  wollastonite,  garnet,  colophonite,  feldspar,  adularia,  pyroxene, 
sphene,  ooccolite. 

Schroon. — Calcite,  pyroxene,  chondrodite. 

Tioondbroga.— Graphite/  pyroxene,  sahUte,  sphene,  black  tourmaline,  oaooxene?  (Mt. 
Defiance). 

Westport. — Labradorite,  prehnite,  magnetite. 

Willsboro'.—  Wollastonite,  colophonite,  garnet,  green  oocooUte,  hornblende. 

ERIE  CO.— Ellicott's  Mills.— Calcareous  tufas. 
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FRANKLIN  CO.— Chateaugay.— Nitrogen  springs,  calcareous  tufas. 
Malone. — Massive  pyrite,  magnetite. 

GENESEE  CO.— Acid  springs  containing  sulphuric  add. 

GREENE  CO.— Catskill.— Calcite. 
Diamond  Hill. — Quartz  crystals. 

HERKIMER  CO.— Fairfield. —Quartz  crystals,  fetid  barite. 

Little  Falls. — Quartz  crystals  *  barite,  calcite,  anthracite,  pearl  spar,  smoky  quarts; 
one  mile  south  of  Little  Falls,  calcite,  brown  spar,  feldspar. 
Middle villk. — Quartz  crystals  !  calcite,  brown  and  pearl  spar,  anthracite. 
Newport. — Quartz  crystals. 

Salisbury.— Quartz  crystals  /  blende,  galenite,  pyrite,  ohalcopyrite. 
Stark. — Fibrous  celestite,  gypsum, 

HAMILTON  CO.— Long  Lake.— Blue  calcite. 

JEFFERSON  CO.— Adams.— Fluor,  calc  tufa,  barite. 

Alexandria, — On  the  S.E.  bank  of  Muscolonge  Lake,  fluorite,  phlogopite,  chalcopyrite, 
apatite ;  on  High  Island,  in  the  St.  Lawrence  River,  feldspar,  tourmaline,  hornblende,  ortho- 
close,  celestite. 

Antwerp. — Stirling  iron  mine,  hematite,  ckalcodite,  aiderite,  miUerite,  red  hematite,  crys- 
tallized quartz,  yellow  aragonite,  niccoliferous  pyrite,  quartz  crystals,  pyrite  ;  at  Oxbow,  cal- 
cite !  porous  coralloidal  heavy  spar ;  near  Vrooman's  lake,  calcite  I  vesuvianite,  phiogupite ! 
pyroxene,  sphene,  fluorite,  pyrite,  ohalcopyrite  ;  also  feldspar,  bog-iron  ore,  scapolite  (farm  of 
David  Eggleson),  serpentine,  tourmaline  (yellow,  rare). 

Brownsville. — Celestite  in  slender  crystals,  calcite  (four  miles  from  Watertown). 

Natural  Bridge. — Feldspar,  gieseckitef  steatite  pseudomorphous  after  pyroxene,  apatite. 

New  Connecticut.— Sphene,  brown  pJdogopite. 

Omar. — Beryl,  feldspar,  hematite. 

Philadelphia. — Oar  nets  on  Indian  river,  in  the  village. 

P Amelia. — Agaric  mineral,  calc  tufa. 

Pierrepont. — Tourmaline,  sphene,  scapolite,  hornblende. 

Pillar  Point. — Massioe  barite  (exhausted). 

Theresa. — Fluorite,  calcite,  hematite,  hornblende,  quartz  crystals,  serpentine  (associated 
with  hematite),  celestite,  strontianite ;  the  Muscolonge  Lake  locality  of  fluor  is  exhausted. 

Watertown.— 1  'remoiite,  agaric  mineral,  calc  tufa,  celestite. 

Wilna. — One  mile  north  of  Natural  Bridge,  calcite. 

LEWIS  CO. — Diana  (localities  mostly  near  junction  of  crystalline  and  sedimentary  rocks, 
and  within  two  miles  of  Natural  Bridge). — Scapolite/  wollastonite,  green  coccoUte,  feldspar, 
tremoUte,  pyroxeae !  spftetie./  !  mica,  quartz  crystals,  drusy  quartz,  cryst.  pyrite,  pyrrhotite, 
blue  calcite,  serpentine,  rensselaerite,  zircon,  graphite,  chlorite,  hematite,  bog-iron  ore,  iron 
sand,  apatite. 

Greig. — Magnetite,  pyrite. 

Lowville. — Calcite,  fluorite,  pyrite,  galenite,  blende,  calc  tufa. 

Martinsburgh. — Wad,  galenite,  etc.,  but  mine  not  now  opened,  calcite. 

Watson,  Bremen. — Bog-iron  ore. 

MONROE  CO. — Rochester. — Pearl  spar,  calcite,  snowy  gypsum,  fluor,  celestite,  galenite. 
blende,  barite,  horostone. 

MONTGOMERY  CO.— Can ajoharib.—  Anthracite. 

Palatine. — Quartz  crystals,  drusy  quartz,  anthracite,  hornstone,  agate,  garnet. 

Root. — Drusy  quartz,  blende,  barite,  stalactite,  stalagmite,  galenite.  pyrite. 

NEW  YORK  CO.— Corlear's  Hook.— Apatite,  brown  and  yellow  feldspar,  sphene. 

Kingsbridge. — TremoUte,  pyroxene,  mica,  tourmaline,  pyrites,  rutile,  dolomite. 

Harlrm. — Epidote,  apophyllite,  stilbite,  tourmaline,  vivianite,  lamellar  feldspar,  mica. 

New  York. — Serpentine,  amianthus,  actinolite,  pyroxene,  hydrous  anthophyUite,  garnet 
staurolite,  molybdenite,  graphite,  chlorite,  jasper,  necronite,  feldspar.  In  the  excavations  for 
the  4th  Avenue  tunnel,  1875,  harmotome,  stilbite,  ohabazite,  heulandite,  etc. 
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NIAGARA  CO.— JjRWierrox. —Epsomite. 

Lockport. — Celestite,  calcite,  selenite,  anhydrite,  fluorite,  dolomite,  blend*. 

Niagara  Falls. —tfa&wte,  fluorite,  blende,  dolomite. 

ONEIDA  CO.— Boonville.— Calcite.  woUastonite,  coccolite. 

Clinton. — Blende,  lenticular  argillaceous  iron  ore;  in  rooks  of  the  Clinton  Group,  stronti- 
anite,  celestite,  the  former  covering  the  latter. 

ONONDAGA  CO.— Camillus.— £jfcm*te  and flbrotu  gypsum. 

Cold  Spring. — Axinite. 

Manlius.— Gypsum  and  fluor. 

Syracuse. — Serpentine,  celestite,  selenite,  barite. 

ORANGE  CO.— Cornwall. — Zircon,  chondrodite,  hornblende,  spinel,  massive  feldspar, 
fibrous  epidote,  hudsonite,  menaacamtesserpentiney  oocoolite. 

Deer  Park. — Cryst.  pyrite,  galenite. 

Monroe.— Mica!  sphenef  garnet,  colophonite,  epidote,  chondrodite,  allanite,  bucholzite, 
brown  spar,  spinel,  hornblende,  talc,  menaccanite,  pyrrhotite,  pyrite,  chromite,  graphite,  ras- 
tolyte,  moronolite. 

At  Wiles  and  O'Neil  Mine  in  Monroe. — Aragonite,  magnetite,  dimagnetite  (pseud.  ?),  jen- 
kinsite,  asbestus,  serpentine,  mica,  hortonoUte. 

At  Two  Ponds  in  Monroe. — Pyroxene!  chondrodite,  hornblende,  scapolite!  zircon,  sphene, 
apatite. 

At  Greenwood  Furnace  in  Monroe. — Chondrodite,  pyroxene  !  tniea,  hornblende,  spinel, 
scapoUte,  biotite!  menaccanite. 

At  Forest  of  Dran. — Pyroxene,  spinel,  zircon,  scapolite,  hornblende. 

Town  op  Warwick,  Warwick  Village. — Spinel  I  zircon,  serpentine!  brown  spar,  pyrox- 
ene! hornblende!  pseudomorphous  steatite,  feldspar !  (Rock  Hill),  menaccanite,  cUntonite, 
tourmaline  (R.  H. ),  rutile,  sphene,  molybdenite,  arsenopyrite,  marcasite,  pyrite,  yellow  iron 
sinter,  quartz,  jasper,  mica,  coccolite. 

AmTr.— Spinel!  garnet,  scapolite,  hornblende,  vesunianite,  epidote!  cUntonite!  magnetite, 
tourmaline,  warwickite,  apatite,  chondrodite,  talc!  pyroxene!  rutile,  menaccanite,  zircon, 
corundum,  feldspar,  sphene.  calcite,  serpentine,  sohiller  spar  (?),  silvery  mica. 

Eoenville. — Apatite,  chondrodite  !  hair-brown  hornblende  !  tremolite,  spinel,  tourmaline, 
warwickite,  pyroxene,  sphene,  mica,  feldspar,  mispickd,  orpiment,  rutile,  menaccanite,  scoro- 
dite,  chalcopyrite,  leucopyrite  (or  lofiingite),  allanite. 

West  Point.— Feldspar,  Tniea,  scapolite,  spliene,  hornblende,  allanite. 

PUTNAM  CO.— Brewster,  Tilly  Foster  Iron  Mine.— Chondrodite  !  (also  humite  andolino- 
humite)  crystals  very  rare,  magnetite,  dolomite,  serpentine  pseudomorphs,  brucite,  enstatite, 
ripidolite,  biotite,  aotinolite,  apatite,  pyrrhotite,  fluorite,  albite,  epidote,  sphene. 

Carmel  (Brown's  quarry). — Anthophyllite,  schiller  spar  (?),  orpiment,  arsenopyrite,  epi- 
dote. 

Cold  Spring. — Chabazite,  mica,  sphene,  epidote. 

Patterson.—  Wftits  pyroxene  !  calcite,  asbestus,  tremolite,  dolomite,  massive  pyrite. 

Piullipstown. — TremoUte,  amianthus,  serpentine,  sphene,  diopside,  green  coccolite,  horn- 
blende, scapolite,  stilbite,  mica,  laumontite,  gurhofite,  calcite,  magnetite,  chromite. 

Phillips  Ore  Bed. — Hyalite,  actinoUte,  massive  pyrite. 

RENSSELAER  CO.— Hoosic— Nitrogen  springB. 
Lanbingburgh.—  Epsomite,  quarts  crystals,  pyrite. 
Troy.— Quartz  crystals,  pyrite,  selenite. 

RICHMOND  CO.— Rossvillb.—  Lignite,  cryst.  pyrite. 

Quarantine.— Asbestus,  amianthus,  aragonite,  dolomite,  gurhofite,  brucite,  serpentine, 
talc,  magneaite. 

ROCKLAND  CO.—  Caldwell.— Calcite. 

Grassy  Point.— Serpentine,  aotinolite. 

Haverbtraw.—  Hornblende,  barite. 

Ladentown. — Zircon,  malachite,  cuprite. 

Pibrmont.—  Datolite,  stilbite,  apophyllite,  stellite,  prehnite,  thomsonite,  calcite,  chabazite. 

Stony  Point. — Cerolite,  lamellar  hornblende,  asbestus. 


Digitized  by 


Google 


458  APPENDIX. 

ST.  LAWRENCE  00.— Canton.—  Massive  pyrite,  calcite,  brown  tourmaline,  sphene,  ser- 
pentine, talc,  rensselaerite,  pyroxene/ hematite,  chaloopyrite. 

Dekalb.—  Hornblende,  barite,  fluorite,  tremoUte,  tourmaline,  blende,  graphite,  pyroxene, 
quartz  (spongy),  serpentine. 

Edwards.—  Brown  and  silvery  mica/  soapolite,  apatite,  quartz  crystals,  actinolite,  tremo- 
Ute/ hematite,  serpentine,  magnetite. 

Fine. — Black  mica,  hornblende. 

Fowler.—  Barite,  quartz  crystals/  hematite,  blende,  galenite,  tremolite,  chalcedony,  bog 
ore,  satin  spar  (assoc  with  serpentine),  pyrite,  chaloopyrite,  actinolite,  rensselaerite  (near 
Somerville). 

Gouverneur.— Colette /  serpentine/  hornblende/  scapolite/  orthoclase,  tourmaline/  ido- 
crase  (one  mile  south  of  G.),  pyroxene,  malacolite,  apatite,  rensselaerite,  serpentine,  sphene, 
flnorite,  barite  (farm  of  Judge  Dodge),  black  mica,  phlogopite,  tremolite  !  asbestos,  hematite, 
graphite,  vesuvianite  (near  Somerville  in  serpentine),  spinel,  houghite,  scapolite,  phlogopite, 
dolomite  ;  three-quarters  of  a  mile  west  of  Somerville,  chondrodite,  spinel ;  two  miles  north 
of  Somerville,  apatite,  pyrite,  brown  tourmaline/  / 

Hammond.—  Apatite/  zircon/  (farm  of  Mr.  Hardy),  orthoclase (loxooase),  pargasite,  barite, 
pyrite,  purple  fluorite,  dolomite. 

He  km  on.,— Quartz  crystals,  hematite,  siderite,  pargasite,  pyroxene,  serpentine,  tourma- 
line, bog-iron  ore. 

Macomb. — Blende,  mica,  galenite  (on  land  of  James  Averil),  sphene. 

Mineral  Point,  Morristown.-  Fluorite,  blende,  galenite,  phlogopite  (Pope's  Mills),  barite. 

Ogdenbburo.  — Labradorite. 

Pitcairn. — Satin  spar,  associated  with  serpentine. 

Potsdam.—  Hornblende/— eight  miles  from  Potsdam,  on  road  to  Pienepont,  feldspar, 
tourmaline,  black  mica,  hornblende. 

Kossie  (Iron  Mines). — Barite,  hematite,  coralloidal  aragonite  in  mines  near  Somerville, 
limonite,  quartz  (sometimes  stalactitic  at  Parish  iron  mine),  pyrite,  pearl  spar. 

Rossie  Lead  Mine. — Colette/  galenite/  pyrite,  celestite,  chaloopyrite,  hematite,  cerusaite, 
anglesite,  octahedral  fluor,  black  phlogopite. 

Elsewhere  in  Rossie. — Calcite,  barite,  quartz  crystals,  chondrodite  (near  Yellow  Lake), 
feldspar/  pargasite/  apatite,  pyroxene,  hornblende,  sphene,  zircon,  mica,  fluorite,  serpen- 
tine, automolite,  pearl  spar,  graphite. 

Russel. — Pargasite,  specular  iron,  quartz  (dodeo.),  calcite,  serpentine,  rensaelaerite, 
magnetite. 

SARATOGA  CO.— Greenfield.— Chrysoberyl/  garnet/  tourmaline/  mica,  feldspar 9 
apatite,  graphite,  aragonite  (in  iron  mines). 

SCHOHARIE  CO.— Ball's  Cave,  and  others.— Calcite,  stalactites. 

Carlisle. — Fibrous  barite,  cryst.  and  fib.  calcite. 

Middlebury. — Anthracite,  calcite. 

Sharon. — Calcareous  tufa. 

Schoharie.— Fibrous  celestite,  strontianite /  cryst.  pyrite/ 

SENECA  CO.— Canooa.— Nitrogen  springs. 

SULLIVAN  CO.— Wurtzboro1.— Galenite,  blende,  pyrite,  chaloopyrite. 

TOMPKINS  CO  —Ithaca.— Calcareous  tufa. 

ULSTER  CO. — Ellenville.— Galenite,  blende,  chalcopyrite  /  quartz,  brookUe. 
Marblrtown.—  Pyrite. 

WARREN  CO.— Caldwell.— Jfwrfw/ddiipar. 
Chester. — Pyrite,  tourmaline,  rutile,  chaloopyrite. 
Diamond  Isle  (Lake  George). — Calcite,  quartz  crystals. 
Glenn's  Falls.— Rhomb  spar. 
Johnsburq. — Fluorite/  zircon/  /  graphite,  serpentine, pyrite. 

WASHINGTON  CO.— Fort  Ann.— Graphite,  serpentine. 
Granville. — Lamellar  pyroxene,  massive  feldspar,  epidote. 

WAYNE  CO.— Wolcott.— Barite. 
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WESTCHESTFE  CO.— Anthony's  Nose.— Apatite,  pyrite,  octette  !  in  very  large  tabular 
crystals,  grouped,  and  sometimes  inorusted  with  drusy  quartz. 

Davenport's  Neck. — Serpentine,  garnet,  ephene. 

Eastchestee. — Blende,  pyrite,  chalcopyrite,  dolomite. 

Hastings. — Tremolite,  white  pyroxene. 

New  Rochelle. — Serperitine,  brucite,  quartz,  mica,  tremolite,  garnet,  magnesite. 

Peekskill. — Mica,  feldspar,  hornblende,  stilbite,  sphene;  three  miles  south,  emery. 

Bye. — Serpentine,  ddorite,  Mack  tourmaline,  tremolite. 

Sinqsino. — Pyroxene,  tremolite,  pyrite,  beryl,  azurite,  green  malachite,  ceruasite,  pyromor- 
phite,  anglesite.  vauquelinite,  galenite,  native  silver,  chalcopyrite. 

West  Farms. — Apatite,  tremolite,  garnet,  stilbite,  heulandite,  chabazite,  epidote,  sphene. 

Yonkers. — Tremolite,  apatite,  calcite,  analcite,  pyrite,  tourmalina 

Yorktown. — Sillvmanite,  monazite,  magnetite. 

NEW  JERSEY. 

Andover  Iron  Mine  (Sussex  Co.). — Willemite,  brown  garnet. 

Allen  town  (Monmouth  Co.). —  Vivianite,  dufrenite. 

Belville. — Copper  mines. 

Bergen.— Calcite/  datolite!  pectoUte  (called  stellite)!  analcite,  apophyllite!  gmeliniU, 
prehnite.  sphene,  stilbite,  natroltte,  heulandite,  laumontite,  chabazite,  pyrite,  pseudomorphous 
steatite,  imitative  of  apophyllite,  diabantite. 

Brunswick.  — Copper  mines ;  native  copper \  malachite,  mountain  leather. 

Br  yam. — Chondrodite,  spinel,  at  Roseville,  epidote. 

Cantweli/s  Bridge  (Newcastle  Co.),  three  miles  west.— Vivianite. 

Danville  (Jemmy  Jump  Ridge). — Graphite,  chondrodite,  augite,  mica. 

Flemington. — Copper  mines. 

Frankfort.  — Serpentine. 

Franklin  and  Sterling.—  Spinel!  garnet!  rliodonit* !  willemite !  frankUnite!  zincUe! 
dysluite!  hornblende,  tremolite.  c/iondrodite,  wJtite  ecapoUte,  black  tourmaline,  epidote,  pink 
calcite,  mica,  actinolite,  augite.  sahlite,  cocoolite,  asbestos,  jeffersonite  (augite),  calamine, 
graphite,  fluorite,  beryl,  galenite,  serpentine,  honey-colored  sphene,  quartz,  chalcedony, 
amethyst,  zircon,  molybdenite,  vivianite,  tephroite,  rhodochrosite,  aragonite,  sussexite,  chal- 
cophanite.  roepperite,  calcozincite,  vanuxemite,  gahnite.     Also  aigerite  in  gran,  limestone. 

Franklin  and  Warwick  Mts. — Pyrite. 

Greenbrook. — Copper  mines. 

Gbiggstown. — Copper  mines. 

Hamburgh.— One  mile  north,  spinel!  tourmaline,  phlogopite,  hornblende,  Umonite,  hematite. 

Hobo  ken. — Serpentine  (marmolite),  brucite,  nemalite  (or  fibrous  brucite),  aragonite,  dolo- 
mite. 

Hurdstown. — Apatite,  pyrrhotite,  magnetite. 

Imleytown. — Vivianite. 

Lockwood. — Graphite,  chondrodite,  talc,  augite,  quartz,  green  spinel. 

Montville  (Morris  Co.).— Serpentine,  chrysolite. 

Mullica  Hill  (Gloucester  Co.). —  Vivianite  lining  belemnites  and  other  fossils. 

Newton. — Spinel,  blue,  pink,  and  white  corundum,  mica,  vesuvianite,  hornblende,  tourma- 
line, scapolite,  rutile,  pyrite,  talc,  calcite,  barite,  pseudomorphous  steatite. 

Paterson. — Datolite. 

Vernon. — Serpentine,  spinel,  hydrotalcite. 

PENNSYLVANIA.* 
ADAMS  CO.— Gettysburg.— Epidote,  fibrous  and  massive. 

BERKS  CO. — Morgantown. — At  Jones's  mines,  one  mile  east  of  Morgantown,  green 
malachite,  native  topper,  chrysocoUa,  magnetite,  allophane,  pyrite,  chalcopyrite,  aragonite, 
apatite,  talc ;  two  miles  N.E.  from  Jones's  mine,  graphite,  sphene;  at  Steele's  mine,  one 
mile  N.W.  from  St.  Mary'B.  Chester  Co.,  magnetite,  micaceous  iron,  cocoolite,  brown  garnet 

Beading. — Smoky  quartz  crystals,  zircon,  stilbite,  iron  ore,  near  Pricetown,  zircon,  allan- 
ite,  epidote ;  at  Eckhardt's  Furnace,  aUanite  with  zircon  ;  at  Zion's  Church,  molybdenite  ; 

*  See  also  the  Report,  on  the  Mineralogy  of  Pennsylvania,  by  Dr.  P  A.  Genth,  1875. 
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near  Kutstown,  in  the  Crystal  Gave,  stalactites ;  at  Fritz  Island,  apophyUUe,  thomsonite,  chaba- 
site,  calcite,  azurite,  malachite,  magnetite,  ohalcopyrite,  stibnite,  prochlorite,  precious  ser- 
pentine. 

BUCKS  CO.-— Buckingham  Township.— Crystallized  quartz;  near  New  Hope,  vesuvian- 
ite,  epidote,  barite. 

Southampton. — Near  the  village  of  Feasterville,  in  the  quarry  of  George  Van  Arsdale, 
graphite,  pyroxene,  sahlite,  ooocolite,  sphene,  green  mica,  calcite,  woUastonite,  glassy  feld- 
spar sometimes  opalescent,  phlogopite,  blue  quartz*  garnet,  zircon,  pyrite,  moroxite,  scapolite. 

New  Britain. — Dolomite,  galenite,  blende,  malachite. 

CHESTER  CO. — Avond ale.  —Asbestos,  tremolite,  garnet,  opal. 
CABBON  CO.— Summit  Hill,  in  coal  mines.—  Kaolinite. 

Birmingham  Township. — Amethyst,  smoky  quartz,  serpentine,  beryl ;  in  Ab'm  Darling- 
ton's lime  qnarry,  calcite. 

East  Bradford. — Near  Buffington's  bridge,  on  the  Brandywine,  green,  bine,  and  gray 
cyanite,  the  gray  cyanite  is  found  loose  in  the  soil,  in  orystals ;  on  the  farms  of  Dr.  Elwyn, 
Mrs.  FouJke,  Wm.  Gibbons,  and  Saml.  Entrikin,  amethyst.  At  Strode's  mill,  asbestos,  mag- 
netite, anthophylUte,  epidote,  aquacrepitite,  oligoclase,  drnsy  quartz,  coUyritef  on  6i- 
borne'a  Hill,  wad,  manganesian  garnet  (massive),  sphene,  schorl ;  at  Caleb  Cope's  lime  quarry, 
fetid  dolomite,  necronite,  garnets,  blue  cyanite,  yellow  actinoUte  in  tale;  near  the  Black 
Horse  Inn,  indurated  talc,  rutile ;  on  Amor  Davis'  farm,  orthite!  massive,  from  a  grain  to 
lumps  of  one  pound  weight ;  near  the  paper-mill  on  the  Brandywine,  zircon,  associated  with 
titaniferous  iron  in  blue  quartz. 

West  Bradford. — Near  the  village  of  Marshalton,  green  cyanite*  rutile,  scapolite,  pyrite, 
staurolite;  at  the  Chester  County  Poor-house  limestone  quarry,  chesterlUe!  in  crystals  im- 
planted on  dolomite,  rutile  !  in  brilliant  acicular  crystals,  which  are  finely  terminated,  cal- 
cite in  8oalenohedron8,  zoisite.  damourite  f  in  radiated  groups  of  crystals  on  dolomite,  quarU 
crystals  ;  on  Smith  &  McMullin's  farm,  epidote. 

Charlestown. — Pyromorphite,  cerussite,  galenite,  quartz. 

Coventry.— Allanite,  near  Pughtown. 

South  Coventry.— In  Chrisman's  limestone  quarry,  near  Coventry  village,  augitt, 
sphene,  graphite,  zircon  in  iron  ore  (about  half  a  mile  from  the  village). 

East  Fallowfield. — Soapstone. 

East  Goshen. — Serpentine,  asbestus,  magnetite  (loadstone),  garnet 

Elk.— Menaccanite  with  muscovite,  chromite  ;  at  Lewisville,  Hack  tourmaline. 

West  Goshen. — On  the  Barrens,  one  mile  north  of  West  Chester,  amianthus,  serpentine, 
cellular  quartz,  jasper,  chalcedony,  drusy  quartz,  chlorite,  marmolite,  indurated  talc,  mag- 
nesite  in  radiated  crystals  on  serpentine,  hematite,  asbestus  ;  near  R.  Taylor's  mill,  chromite 
in  octahedral  crystals,  deweylite,  radiated  magnesite,  aragonite,  staurolite,  garnet,  asbestus, 
epidote;  zoisite  on  hornblende  at  West  Chester  water- works  (not  accessible  at  present). 

New  Garden. — At  Nivin's  limestone  quarry,  brown  tourmaline,  necronite,  scapolite,  apa- 
tite, brown  and  green  mica,  rutile,  aragonite,  fibroUte,  kaolinite,  tremolite. 

Keknett. — Actinolite,  brown  tourmaline,  browu  mica,  epidote,  tremolite,  scapolite,  ara- 
gonite ;  on  Wm.  Cloud's  farm,  sunstone!  !  chabazite,  sphene.  At  Pearce's  old-mill,  zoisite. 
epidote,  sunstone  ;  sunstone  occurs  in  good  specimens  at  various  places  in  the  range  of  horn- 
blende rocks  running  through  this  township  from  N.E.  to  S.W. 

Lower  Oxford. — Garnets,  pyrite  in  cubic  crystals. 

London  Grove. — Rutile,  jasper,  chalcedony  (botryoidal),  large  and  rough  quartz  crystals, 
epidote ;  on  Wm.  Jackson's  farm,  yellow  and  black  tourmaline,  tremolite,  rutile,  green  mica, 
apatite,  at  Pusey's  quarry,  rutile,  tremolite. 

East  Marlborough. — On  the  farm  of  Bally  &  Brothers,  one  mile  south  of  Unionville, 
bright  yellow  and  nearly  white  toarmakne,  chesterlUe,  aVbite,  pyrite ;  near  Marlborough  meet- 
ing-house, epidote,  serpentine,  acicular  black  tourmaline  in  white  quarts;  zircon  in  small 
perfect  orystals,  loose  in  the  soil  at  Pusey's  saw-mill,  two  miles  S.W.  of  Unionville. 

West  Marlborough.  —Near  Logan's  quarry,  staurolite.  cyanite,  yeUowlourmaline,rntfle, 
garnets ;  near  Doe  Run  village,  hemati'e,  scapolite,  tremolite  ;  in  R.  Bafly's  limestone  quarry, 
two  and  a  half  miles  S.W.  of  Unionville,  fibrous  tremoUto,  cyanite,  scapolite. 

Newlin.— On  the  serpentine  barrens,  one  and  a  half  mile  N.E.  of  Unionville,  corundum! 
massive  and  crystallized,  also  in  crystals  in  albite,  often  in  loose  crystals  covered  with  a  thin 
coating  of  steatite,  spinel  (black),  talc,  picrolite,  brucite,  green  tourmaline  with  flat  pyram- 
idal terminations  in  albite,  unionite  (rare)  euphyllite,  mica  in  hexagonal  crystals,  feldspar. 
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beryl!  in  hexagonal  crystals,  one  of  which  weighs  51  lbs.,  pyrite  in  ci-bic  crystals,  chromic 
iron,  drnsy  quartz,  green  quartz,  actinolite,  emeryUte,  chloritoid,  diallage,  oligoclase;  on 
Johnson  Patterson's  farm,  massive  corundum,  titaniferons  iron,  cUnochlore,  emerylite, 
sometimes  colored  green  by  chrome,  albite,  orthoclase,  halloysite,  margarite,  garnets,  beryl; 
on  J.  Lesley's  farm,  corundum,  crystallized  and  in  ma/wive  lumps,  one  of  which  weighed 
5,200  lbs.,  dia#pore/  I  emeryUte  1  ewphyUUe  crystallized/  green  tourmaUne,  transparent 
crystals  in  the  euphyUUe,  orthoclase ;  two  miles  N.  of  Unionville,  magnetite  in  octahedral 
crystals;  one  mile  E.  of  Unionville,  hematite;  in  Edwards's  old  limestone  quarry,  purple 
fluorite,  rutile. 

East  Nottingham.—  Sand  chrome,  asbestus,  chromite  in  octahedral  crystals,  hallite,  beryl. 

Wkst  Nottingham. — At  Scott's  chrome  mine,  chromite,  foliated  talc,  marmolite,  serpen- 
tine, chalcedony \  rhodochrome;  near  Moro  Phillip's  chrome  mine,  asbestus;  at  the  magnesia 
quarry,  deweylite,  marmolite,  magnesite,  leelite,  serpentine,  sand  chrome;  near  Fremont 
P.O.,  corundum. 

East  Pikeland. — Iron  ore. 

West  Pikeland. — In  the  iron  mines  near  Chester  Springs,  gibbsite,  zircon,  turgite,  hema- 
tite (stalactitical  and  in  geodes),  gothite. 

Pbnn. — Garnets,  agalmatolite. 

Pennsbury. — On  John  Craig's  farm,  brown  garnets,  mica  ;  on  J.  Dilworth's  farm,  near 
Fairville,  muscovite!  in  hexagonal  prisms  from  one-quarter  to  seven  inches  in  diameter ;  in 
the  village  of  Fairville,  sunstone;  near  Brinton's  ford,  on  the  Brandywine,  chondrodite,  sp/iene, 
diopside,  augite,  coocolite ;  at  MendenhalTs  old  limestone  quarry,  fetid  quarto,  sunstone ;  at 
Swain's  quarry,  crystals  of  orthoclase. 

Pocopson.— On  the  farms  of  John  Entrikin  and  Jos.  B.  Darlington,  amethyst. 

Sadsbuby. — Batik! !  splendid  geniculated  crystals  are  found  loose  in  the  soil  for  seven 
miles  along  the  valley,  and  particularly  near  the  village  of  Parkesburg,  where  they  sometimes 
occur  weighing  one  pound,  doubly  geniculated  and  of  a  deep  red  color ;  near  Sadsbury  village, 
amethyst,  tourmaline,  epidote,  milk  quartz, 

Schuylkill. — In  the  railroad  tunnel  at  Phcbnixville,  dolomite/  sometimes  coated  with 
pyrite,  quartz  crystals,  yellow  blende,  brookite,  calcite  in  hexagonal  crystals  enclosing  pyrite  ; 
at  the  Wheatley,  Bbookdale.  and  Chester  County  lead  mines,  one  and  a  half  mile 
S.  of  Phoenixville,  pyromorphite  /  cerussite/  galenite,  anglesite!  /  quartz  crystals,  chalcopy- 
rlte,  barite,  fluorite  (white),  stokite,  urulfenite/  calamine,  vanadinite*  blende  /  mimeUte! 
descloizite,  gothite,  ohrysocolla,  native  copper,  malachite,  azurite,  limonite,  calcite,  sulphur, 
pyrite,  melaconite,  pseudomalachite,  gersdorffite,  chalcocite  ?  covellite. 

Thobnbuby. — On  Jos.  H.  Brinton's  farm,  muscovite  containing  acioular  crystals  of  tour- 
maline, rutile,  titaniferons  iron. 

Tredyffrin. — Pyrite  in  cubic  crystals  loose  in  the  soiL 

Uwchlan. — Massive  blue  quartz,  graphite. 

Warren.—  M etanite,  feldspar. 

West  Goshen  (one  mile  from  West  Chester).— Chromite. 

Willistown. — Magnetite,  chromite,  actinolite,  asbestus. 

West-Town. — On  the  serpentine  rocks,  3  miles  S.  of  West  Chester,  cUnochlore  /jefferisitef 
mica,  asbestus,  actinolite,  magnesite,  talc,  titaniferous  iron,  magnetite  and  massive  tourma- 
line. 

East  Whiteland. — Pyrite,  in  very  perfect  cubic  crystals,  is  found  on  nearly  every  farm 
in  this  township,  quartz  crystals  found  loose  in  the  soil. 

West  Whiteland.— At  Gen.  Trimble's  iron  mine  (south-east),  stalactitic  Jiematile! 
uoavellitef  !  in  radiated  stalactites,  gibbsite,  cosruleolactUe. 

Warwick. — At  the  Elizabeth  mine  and  Keim's  old  iron  mine  adjoining,  one  mile  N.  of 
Knauertown,  aplome  garnet !  in  brilliant  dodecahedrons,  flosferri,  pyroxene,  micaceous  Jiema- 
tite,  pyrite  in  bright  octahedral  crystals  in  calcite,  chrysocoUa,  chalcopyrite  massive  and  in 
single  tetrahedral  crystals,  magnetite,  fascicular  hornblende  /  bornite,  malachite,  brown  garnet, 
calcite,  byssoHte  I  serpentine ;  near  the  village  of  St.  Mary's,  magnetite  in  dodeoahedral 
crystals,  melanite,  garnet,  actinolite  in  small  radiated  noduleB ;  at  the  Hopewell  iron  mine, 
one  mile  N.W.  of  St.  Mary's,  magnetite  in  octahedral  crystals. 

COLUMBIA  CO. — At  Webb's  mine,  yellow  blende  in  calcite ;  near  Bloomburg,  cryst.  mag- 
netite. 

DAUPHIN  CO.— Near  Hummerstown.— Green  garnets,  cryst.  smoky  quarto,  feldspar. 

DELAWABE  CO.— Aston  Township. —  Amethyst,  corundum,  emerylite,  staurolite,  flbro- 
Ute,  black  tourmaline,  margarite.  sunstone,  asbestus,  anthophyllite,  steatite;  near  Tyson's 
mill,  garnet,  staurolite ;  at  Peters  mill-dam  in  the  creek,  pyrope  garnet. 
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BmumouAX.— Fibrolite,  kaolin  (abundant),  crystals  of  rutile,  amethyst;  at  Bollock's  old 
quarry,  zircon,  bucholzite,  nacrite,  yellow  crystallized  quartz,  feldspar. 

Blue  Hill. — Green  quartz  crystals,  Bpinel. 

Ciiestkk. — Amethyst,  black  tourmaline,  beryl,  crystals  of  feldspar,  garnet,  cryst.  pyrite, 
molybdenite,  molybdite,  chalcopyrite,  kaolin,  uraninite,  Muscovite,  orthoclase,  bismutite. 

Chichester. — Near  Trainer's  mill-dam,  beryl,  tourmaline,  crystals  of  feldspar,  kaolin;  on 
Wm.  Eyre's  farm,  tourmaline. 

Concord. — Crystals  of  mica,  crystals  of  feldspar ',  kaolin  abundant,  drusy  quartz  of  a  blue 
and  green  color,  meerschaum,  stellated  tremohte,  some  of  the  rays  6$  in.  diameter,  antho- 
phyllttc,  fibrolite,  acicular  crystals  of  rutile,  pyrope  in  quartz,  amethyst,  actinolite,  mangane- 
sian  garnet,  beryl ;  in  Green's  creek,  pyrope  garnet. 

Darby. — Blue  and  gray  cyanite,  garnet,  staurolite,  zoisite,  quartz,  beryl,  chlorite,  mica, 
limonite. 

Edgemont. — Amethyst,  oxide  of  manganese,  crystals  of  feldspar  ;  one  mile  east  of  Edge 
mont  Hall,  rutile  in  quartz. 

Green's  Creek. — Garnet  (so-called  pyrope). 

Haverford. — Staurolite  with  garnet. 

Marple. — Tourmaline,  andalimte,  amethyst,  actinolite,  anthophyUUe,  talc,  radiated  actin- 
olite in  talc,  chromite,  drusy  quartz,  beryl,  cryst.  pyrite,  menaceanite  in  quartz,  chlorite. 

Middletown. — AmetJiyst,  beryl,  black  mica,  mica  with  reticulated  magnetite  between  the 
plates,  manganesian  garnets  !  large  trapezohedral  crystals,  some  3  in.  in  diameter,  indurated 
talc,  hexagonal  crystals  of  rutile,  crystals  of  mica,  green  quartz/  anthophyQUe,  radiated- tour- 
maline, staurolite,  titanic  iron,  fibrolite,  serpentine;  at  Lenni,  chlorite,  green  and  bronze 
vermiculite  !  green  feldspar  ;  at  Mineral  Hill,  fine  crystals  of  corundum,  one  of  which  weighs 
If  lb.,  actinolite  in  great  variety,  bronzite,  green  feldspar,  moonstone,  sunstone,  graphic 
granite,  magnesite,  octahedral  crystals  of  cJiromile  in  great  quantity,  beryl,  chalcedony, 
asbestus,  fibrous  hornblende,  rutile,  staurolite,  melanoeiderite,  hallite ;  at  Painter's  Farm, 
near  Dismal  Run,  zircon  with  oligoclase,  tremolite,  tourmaline ;  at  the  Black  Horse,  near 
Media,  corundum  ;  at  Hibbard's  Farm  and  at  Fairlamb's  Hill,  chromite  in  brilliant  octahe- 
drons. 

Newtown. — Serpentine,  hematite,  enstatite,  tremolite. 

Upper  Providence. — AnlhophyUite,  tremolite,  radiated  asbestus,  radiated  actinolite,  tour- 
maline, beryl,  green  feldspar,  amethyst  (one  found  on  Morgan  Hunter's  farm  weighing  over  7 
lbs.),  andalusite/  (one  terminated  crystal  found  on  the  farm  of  Jas.  Worrall  weighs  74  lbs.); 
at  Blue  Hill,  very  fine  crystals  of  blue  quartz  in  chlorite,  amianthus  in  serpentine,  zircon. 

Lower  Providence. — Amethyst,  green  mica,  garnet,  large  crystals  of  feldspar/  (some 
over  100  lbs.  in  weight). 

Radnor. — Garnet,  marmolite,  deweylite,  chromite,  asbestus,  magnesite,  talc,  blue  quartz, 
picrolite,  limonite,  magnetite. 

Springfield. — Andalusite,  tourmaline,  beryl,  titanic  iron,  garnet;  on  Fell's  Laurel  Hill, 
beryl,  garnet ;  near  Beattie's  mill,  staurolite,  apatite ;  near  Lewis's  paper-mill,  tourmaline, 
mica. 

Tiioknbury.  — Amethyst. 

HUNTINGDON  CO.— Near  Frankstown.— In  the  bed  of  a  stream  and  on  the  aide  of  a 

hill,  fibrous  celestite  (abundant),  quartz  crystals. 

LANCASTER  CO.— Drumore  Township. —Quartz  crystals. 

Fulton. — At  Wood's  chrome  mine,  near  the  village  of  Texas,  brudte/  /  zaratite  (emerald 
nickel),  pennite/  ripidoUte!  kammererite /  baltimorite,  chromic  iron,  williamsite,  chrysoUU/ 
niannolite,  picrolite,  hydromagnesite,  dolomite,  magnesite,  ara/jonite,  calcite,  serpentine, 
hematite,  menaccanite,  genthite,  chrome-garnet,  bronzite,  millerito ;  at  Low's  mine,  hydro- 
mn(i)tcmt(\  brudte  (lancasteritc),  picrolite,  magnesite,  wUUamsite,  chromic  iron,  ta'c,  zaratite, 
baltimorite,  serpentine,  hematite  ;  on  M.  Boice's  farm,  one  mile  N.W.  of  the  village,  pyrite 
in  cubes  and  various  modifications,  ant/tophyUite ;  near  Rock  Springs,  chalcedony,  carnelian, 
m'-r,s  agate,  green  tourmaline  in  talc,  titanic  iron,  chromite,  octahedral  magnetite  in  chlorite  ; 
at  ReynoMd's  old  mine,  calcite,  talc,  picrolite,  chromite  ;  at  Carter's  chrome  mine,  brookite. 

Oaf  Mines.—  Chalcopyrite,  pyrrhotite  (niccoliferous),  miUerite  in  botryoidal  radiations, 
virtu  nil  e  !  (rare),  actinolite,  siderite,  hisingerite,  pyrite. 

Peqi'EA  Valley. — Eight  miles  south  of  Lancaster,  argentiferous  galenite  (said  to  contain 
2.50  to  ;J00  ounces  of  silver  to  the  ton  ?),  vauquelinite,  rutile  at  Pequea  mine ;  four  miles  N.W. 
of  Lancaster,  on  the  Lancaster  and  Harrisbnrg  Railroad,  catamite,  galenite,  blende  ;  pyrite  in 
cubic  crystals  is  found  in  great  abundance  near  the  city  of  Lancaster ;  at  the  Lancaster  i ' 
mines,  calamine,  blende,  tennantite  ?  smithsonite  (pseud,  of  dolomite),  aurichalcite. 
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LEBANON  CO.— Cornwall. — Magnetite,  pyrite  (cobaltiferous),  chalcopyrite,  native  cop- 
per, aeurite,  malachite,  chrysocoUa,  cuprite  (hydrocuprite),  aUophane,  brockantite,  serpentine, 
quartz  pseudomorphs ;  galenite  (with  octahedral  cleavage),  fluorite,  covellite,  hematite  (mi- 
caceous), opal,  asbestos. 

LEHIGH  CO. — Friedenbyille. — At  the  zinc  mines,  calamine,  smithsonite,  hydrozincite, 
massive  blende,  greenockite,  quartz,  allophane,  zinciferous  clay,  mountain  leather,  aragonite, 
sauconite ;  near  AHentown,  magnetite,  pipe-iron  ore ;  near  Bethlehem,  on  S.  Mountain, 
alianite,  with  zircon  and  altered  sphene  in  a  single  isolated  mass  of  syenite,  magnetite,  mar- 
tite,  black  spinel,  tourmaline,  chalcocite. 

MIFFLIN  CO.— Strontianite. 

MONROE  CO.— In  Cherry  Valley.— Calotte,  chalcedony,  quartz;  in  Pooonac  Valley, 
near  Judge  Mervine's,  cryst.  quartz. 

MONTGOMERY  CO.— Conshohocken.— Fibrous  tourmaline,  menaccanite,  aventnrine 
quartz,  phyllite ;  in  the  quarry  of  Geo.  Bullock,  Cftkite  in  hexagonal  prisms,  aragonite. 

Lower  Providence. — At  the  Perkiomen  lead  and  copper  mines,  near  the  village  of 
Shannonville,  azurite,  blende,  fialenite,  pyromorphite,  cerussite,  wulfenite,  anglesite,  barite, 
calamine,  cbalcopyrite,  malachite,  chrysocolla,  brown  spar,  cuprite,  covellite  (rare),  mela- 
conite,  libethenite,  pseudomalachite. 

WrftTE  Marsh. — At  D.  0.  Hitner's  iron  mine,  five  and  a  half  miles  from  Spring  'Mills, 
limonite  in  geodes  and  stalactites,  gothite,  pyrolusite,  wad,  lepidocrocite  ;  at  Edge  Hill  Street, 
North  Pennsylvania  Railroad,  titanic  iron,  braunite,  pyrolusite;  one  mile  S.W.  of  Hitner's 
iron  mine,  Umonite,  velvety,  stalactitic,  and  fibrous,  fibres  three  inches  long,  turgite,  gothite, 
pyrolusite.  velvet  manganese*  wad ;  near  Marble  Hall,  at  Hitner's  marble  quarry,  white  mar- 
ble, granular  barite,  resembling  marble ;  at  Spring  Mills,  limonite,  pyrolusite,  gothite  ;  at 
Flat  Rock  Tunnel,  opposite  Manayunk,  stUbite,  heulandite,  chabasite,  ilvaite,  beryl,  feldspar, 
mica. 

Lafayette,  at  the  Soapstone  quarries. — Talc,  jefferisite,  gurnet,  albite,  serpentine,  zoisite, 
staurolite,  chalcopyrite ;  at  Rose's  Serpentine  quarry,  opposite  Lafayette,  enstatite,  serpen- 
tine. 

NORTHUMBERLAND  CO.— Opposite  Selim's  Grove.— Calamine. 

NORTHAMPTON  CO.— Bushkill  Township.— Crystal  Spring  on  Blue  Mountain,  quart* 
crystals. 

Near  Easton. — Zircon!  (exhausted),  nephrite,  coccolite,  tremolite,  pyroxene,  sahlite, 
limonite,  magnetite,  purple  calcite. 

Williams  Township. — Pyrolusite  in  geodes  in  limonite  beds,  gflthite  (lepidocrocite)  at 
Olendon. 

PHILADELPHIA  CO.— Frankford.  — Titanite  in  gneiss,  apophyllite  ;  on  the  Philadelphia, 
Trenton  and  Connecting  Railroad,  basanite ;  at  the  quarries  on  Frankford  Creek,  stilbite, 
molybdenite,  hornblende  ;  on  the  Connecting  Railroad,  wad,  earthy  cobalt ;  at  Chestnut  Hill, 
magnetite,  green  mica,  chalcopyrite,  fluorite.    • 

Fairmount  Water  Works. — In  the  quarries  opposite  Fairmount,  autunitef  torbernitey 
crystals  of  feldspar,  beryl,  pseudomorphs  after  beryl,  tourmaline,  albite,  wad,  menaccanite. 

Gorgas'  and  Crease's  Lane. — Tourmaline,  cyanite,  staurolite,  hornstone. 

Near  Germantown. — Black  tourmaline,  laumontite,  apatite;  York  Road,  tourmaline, 
beryl. 

Hestonvtlle. — Alunogen,  iron  alum,  orthoclase. 

Hept's  Mill. — Alunogen,  tourmaline,  cyanite,  titanite. 

Manayunk.  — At  the  soapstone  quarries  above  Manayunk,  talc,  steatite,  chlorite,  vermicu- 
lite,  anVwphyUite,  staurolite,  dolomite,  apatite,  asbestos,  brown  spar,  epsomite. 

Mbagargee's  Paper-mill. — Staurolite,  titanic  iron,  hyalite,  apatite,  green  mica,  iron  gar- 
nets in  great  abundance. 

McKinnet'b  Quarry,  on  Rittenhouse  Lane. — Feldspar,  apatite,  stilbite,  natrolite,  hevlan- 
dite,  epidote,  hornblende,  erubescite,  malachite. 

ScnUYLKiLL  Fall& — Chabazite,  titanite,  fluorite,  epidote,  muscovite,  tourmaline,  pro- 
chlorite. 

SCHUYLKILL  CO.— Tamaqtta,  near  Pottsvtlle,  in  coal  jmneB.—KaoUnite. 

YORK  CO. — Bornite,  rntile  in  slender  prisms  in  granular  quartz,  oalcite. 


Digitized  by 


Google 


464  APPENDIX. 


DELAWARE. 

NEWCASTLE  CO.— Brand  twine  Springs.— Buchobite,  fibrolite  abundant,  sahlite,  pyrox- 
ene ;  Brandy  wine  Hundred,  muscovite,  enclosing  reticulated  magnetite. 

Dixon's  Feldspar  Quarries,  six  miles  N.  W.  of  Wilmington  (these  quarries  have  been 
worked  for  th6  manufacture  of  porcelain). — Adidaria,  aUbUe,  oUgoclase,  beryl,  apatite,  dnna- 
monotone  !  !  (both  granular  like  that  from  Ceylon,  and  crystallized,  rare),  magnesite,  serpen- 
tine, aabestus,  black  tourmaline/  (rare),  indicoUte!  (rare),  sphene  in  pyroxene,  cyanite. 

Dupont's  Powder  Mills.— "Hypersthene." 

Eastburn's  Limestone  Quarries,  near  the  Pennsylvania  line. — Tremolite,  brontite. 

Quarryville. — Garnet,  spodumene,  fibrolite. 

Near  Newark,  on  the  railroad. — Sphrorosiderite  on  drusy  quartz,  jasper  (ferruginous  opal), 
cryst.  spathic  iron  in  the  cavities  of  cellular  quartz. 

Way's  Quarry,  two  miles  south  of  Centreville. — Feldspar  in  fine  cleavage  masses,  apatite, 
mica,  deweyUte,  granular  quartz, 

Wilmington.— In  Christiana  quarries,  metaUoidal  diaUage. 

Kennett  Turnpike,  near  Centreville. — Cyanite  and  garnet. 

HARFORD  CO.— Cerolite. 

KENT  CO.— Near  Middletown,  in  Wm.  Polk's  marl  pits.—  Vivianite/ 
On  Chesapeake  and  Delaware  Canal. — Retinasphalt,  pyrite,  amber. 

SUSSEX  CO.— Near  Cape  Henlopen.— Vivianite. 

MARYLAND. 

Baltimore  (Jones's  Falls,  If  mile  from  B.). — Chabazite  (haydenite),  heulaodite  (beau- 
montite  of  Levy),  pyrite,  lenticular  carbonate  of  iron,  mica,  stilbite. 

Sixteen  miles  from  Baltimore,  on  the  Gunpowder. — Graphite. 

Twenty- three  miles  from  B.,  on  the  Gunpowder. — Talc. 

Twenty-five  miles  from  B.,  on  the  Gunpowder. — Magnetite,  sphene,  pycnite. 

Thirty  miles  from  B.,  in  Montgomery  Co.,  on  farm  of  S.  Eliot — Gold  in  quartz. 

Eight  to  twenty  miles  north  of  B. ,  in  limestone. — Tremolite,  augite,  pyrite,  brown  and  yel- 
low tourmaline. 

Fifteen  miles  north  of  B. — Sky-blue  chalcedony  in  granular  limestone. 

Eighteen  miles  north  of  B.,  at  Scott's  mills. — Magnetite,  cyanite. 

Bare  Hills. — Chromite,  asbestus,  tremoUte,  talc,  hornblende,  serpentine,  chalcedony, 
meerschaum,  baltimorite,  chalcopyrite,  magnetite. 

Cape  Sable,  near  Magothy  R. — Amber,  pyrite,  alum  slatS. 

Carroll  Co.— Near  Sykesville,  Liberty  Mines,  gold,  magnetite,  pyrite  (octa7iednm*)%  chal- 
copyrite, linnaeite  (carrollite) ;  at  Patapsco  Mines,  near  Finksburg,  bornite,  malachite*  siegen- 
ite,  linnceite,  remingtonite,  magnetite,  cfialcopyrite  ;  at  Mineral  Hill  mine,  bornite,  cnaloopv- 
rite,  ore  of  nickel  (see  above),  gold,  magnetite. 

Cecil  Co.,  north  part. — Chromite  in  serpentine. 

Cooptown.  Harford  Co. — Olive- colored  tourmaline,  diaUage,  talc  of  green,  blue,  and  rose 
colors.  Ugniform  asbestus,  chromite,  serpentine. 

Deer  Creek. — Magnetite  !  in  chlorite  slate. 

Frederick  Co. — Old  Liberty  mine,  near  Liberty  Town,  black  copper,  malachite,  chalco- 
cite,  specular  iron ;  at  Dollyhyde  mine,  bornite,  chalcopyrite,  pyrite,  argentiferous  galenite  in 
dolomite. 

Montgomery  Co.— Oxide  of  manganese, 

Somerset  and  Worcester  Cos.,  north  part.— ifc^-wwi  ore,  vivianite, 

St.  Mary's  River. — Qypsum!  in  day. 

Pylesville,  Harford  Co.— Asbestus  mine. 

VIRGINIA  AND  DISTRICT  OF  COLUMBIA. 

Albemarle  Co.,  a  little  west  of  the  Green  Mts.— Steatite,  graphite,  galenite. 
Amherst  Co.,  along  the  west  base  of  Buffalo  ridge. — Copper  ores,  allanite,  eta 
Augusta  Co.— At  Weyer's  (or  Weir's)  cave,  sixteen  miles  northeast  of  Staunton,  and 
eighty-one  miles  northwest  of  Richmond,  oalcite,  stalactites. 
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Buckingham  Co.— Gold  at  Garnett  and  Moseley  mines,  also,  pyrite,  pyrrhotite,  calcite, 
garnet ;  at  Eldridge  mine  (now  London  and  Virginia  mines)  near  by,  and  the  Buckingham 
mines  near  Maysville,  gold,  auriferous  pyrite,  chaloopyrite,  tennantite,  barite  ;  cyanite,  tour- 
matins,  actinoUte. 

Chesterfield  Co. — Near  this  and  Richmond  Co.,  bituminous  coal,  native  coke. 

Culpepper  Co. ,  on  Rapidan  river. — Gold,  pyrite. 

Franklin  Co.— Grayish  steatite. 

Fauquier  Co.,  Barnett's  mills.— Asbestus,  gold  mines,  barite,  calcite. 

Fluvanna  Co.— Gold  at  Stockton's  mine ;  also  tetradymite  at  "  Tellurium  mine." 

Phenjx  Copper  mines. — Ghaleopyrite,  etc. 

Georgetown,  D.  C. — Rutile. 

Goochland  Co.—  Gold  mines  (Moss  and  Busby's). 

Harper's  Ferry,  on  both  sides  of  the  Potomac. — Thuringite  (owenite)  with  quartz. 

Jefferson  Co.,  at  Shepherdstown. —Fluor. 

Kenawha  Co. — At  Kenawha,  petroleum,  brine  springs,  cannel  coal. 

Loudon  Co. — Tabular  quarts,  drase,  pyrite,  tale,  chlorite,  soapstone,  asbestus,  chromite, 
actinoUte,  quartz  crystals  ;  micaceous  iron,  bornite,  malachite,  epidote,  near  Leesburg  (Poto- 
mac mine). 

Louisa  Co. — Walton  gold  mine,  gold,  pyrite,  chaloopyrite,  argentiferous  galenite,  siderite. 
blende,  anglesite  ;  boulangerite,  blende  (at  Tinder's  mine). 

Nelson  Co. — Galenite,  chaloopyrite,  malachite. 

Orange  Co. — Western  part,  Blue  Ridge,  specular  iron ;  gold  at  the  Orange  Grove  and 
Vaucluse  gold  mines,  worked  by  the  "  Freehold  "  and  "  Liberty  "  Mining  Companies. 

Rockbridge  Co.,  three  miles  southwest  of  Lexington. — Barite. 

Shenandoah  Co.,  near  Woodstock.— Fluorite. 

Mt.  Alto,  Blue  Radge. — Argillaceous  iron  ore. 

Spottsylvania  Co.,  two  miles  northeast  of  Chancellorville. — Cyanite  ;  gold  mines  at  the 
junction  of  the  Rappahannock  and  Rapidan;  on  the  Rappahannock  (Marshall  mine) ;  White- 
hall mine,  affording  also  tetradymite. 

Stafford  Co.  ,  eight  or  ten  miles  from  Falmouth — Micaceous  iron,  gold,  tetradymite,  sil- 
ver, galenite,  vivianite. 

Washington  Co.,  eighteen  miles  from  Abington. — Rock  salt  with  gypsum. 

Wythe  Co.  (Austin's  mines). — Cerussite,  minium,  plumbic ocJire,  blende,  calamine,  galenite, 
graphite. 

On  the  Potomac,  twenty-five  miles  north  of  Washington  city. — Native  sulphur  in  gray 
compact  limestone. 

NORTH  CAROLINA. 

Ashe  Co. — Malachite,  chaloopyrite. 

Buncombe  Co.,  (now  called  Madison  Co). — Corundum  (from  a  boulder),  margarite,  corun- 
dophilite,  garnet,  chromjte,  barite,  fluorite,  rutile,  iron  ores,  manganese,  zircon ;  at  Swan- 
nanoa  Gap,  cyanite. 

Burke  Co. — Gold,  monazite,  zircon,  beryl,  corundum,  garnet,  sphene,  grapfiite,  iron  ores, 
tetradymite,  montanite. 

Cabarrus  Co. — Phenix  Mine,  gold,  barite.  cJialcopyrite,  auriferous  pyrite,  quartz,  psoudo- 
morph  after  barite,  tetradymite,  montanite  ;  Pioneer  mines,  gold,  limonite,  pyrolusite,  bnrn- 
hardite,  wolfram*  hcheeUte,  cuprotungstite,  tungstite,  diamond,  chrysocolla,  chalcocite,  molyb- 
denite, chaloopyrite,  pyrite  ;  White  mine,  needle  ore,  chaloopyrite,  barite ;  Long  and  Muse's 
mine,  argentiferous  galenite,  pyrite,  chaloopyrite,  limonite ;  Boger  mine,  tetradymite ;  Fink 
mine,  valuable  copper  ores ;  Mt.  Makins,  tetrahedrite,  magnetite,  talc,  blende,  pyrite,  prous- 
tite,  galenite ;  Bangle  mine,  scheelite. 

Caldwell  Co. — Chromite. 

Chatham  Co. — Mineral  coal,  pyrite,  chloritoid. 

Cherokee  Co.— Iron  ores,  gold,  galenite.  corundum,  rutile,  cyanite,  damonite. 

Cleveland  Co. — White  Plains,  quartz,  crystals,  smoky  quartz,  tourmaline,  rutile  in  quartz. 

Clay  Co. — At  the  Cullakenee  Mine  and  elsewhere,  corundum  (pink),  zoisite,  tourmaline, 
margarite,  willcoxite,  dudleyite. 

Davidson  Co. — King's,  now  Washington  mine,  native,  silver,  cerussite,  anglesite,  scheelite. 
pyromorphite,  galenite,  blende,  malachite,  black  copper,  toavellite,  garnet,  stilbite  ;  five  miles 
from  Washington  mine,  on  Faust's  farm,  gold,  tetradymite,  oxide  of  bismuth  and  tellurium, 
montanite,  chalcopyrite,  limonite,  spathic  iron,  epidote ;  near  Squire  Ward's,  gold  in  crys- 
tals, electrum. 

Franklin  Co. — At  Partiss  mine,  diamonds. 

Gaston  Co. — Iron  ores,  corundum,  margarite ;   near  Crowder's  Mountain  (in  what  was- 
30 
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formerly  Lincoln  Co.),  lazulite,  cyanite.  garnet,  graphite  ;  also  twenty  miles  northeast,  near 
south  end  of  Clnbb's  Mtn.,  lazulite,  cyanite,  talc,  rntile,  topaz,  pyrophyUite  ;  King's  Moun- 
tain (or  Briggs)  Mine,  native  tellurium,  altaite,  tedradymite,  montanite. 

Guilford  Co. — McCulloch  copper  and  gold  mine,  twelve  miles  from  Greensboro',  gold* 
pyrite,  clialcopyrite  (worked  for  copper),  quartz,  siderite.  The  North  Carolina  Copper  Co.  are 
working  the  copper  ore  at  the  old  Fentress  mine ;  at  Deep  River,  compact  pyrophyUUe 
(worked  for  slate-pencils). 

Haywood  Co. — Corundum,  margarite,  damourite. 

Henderson  Co.— Zircon,  sphene  (xanthitane). 

Jackson  Co. — Alunogen?  at  Smoky  Mt.;  at  Webster,  serpentine,  chromite,  genthite, 
clirywlite,  talc;  Iloghalt  Mt.,  pink  corundum,  margarite,  tourmaline. 

Lincoln  Co. — Diamond  ;  at  Randleman's,  amethyst,  rose  quartz. 

Macon  Co. — Franklin,  Culsagee  Mine,  corundum,  spinel,  diaspore,  tourmaline,  damourite, 
prochlorite,  culsageeite,  kerrite,  maconite. 

McDowell  Co. — Brookite,  monazite,  corundum  in  small  crystals  red  and  white,  zircons. 
garnet,  beryl,  sphene,  xenotime,  rutile,  elastic  sandstone,  iron  ores,  pyromelane,  tetrady- 
mite,  montanite. 

Madison  Co. — 20  miles  from  Asheville,  corundum,  margarite,  chlorite. 

Mecklenburg  Co. — Near  Charlotte  (Rhea  and  Cathay  mines)  and  elsewhere,  chalcopyrite. 
gold  ;  chalcotrichite  at  McGinn's  mine ;  barnhardtite  near  Charlotte ;  pyrophyllite  in  Cot- 
ton Stone  Mountain,  diamond;  Flo  we  mine,  sche  elite,  wolframite;  Toad's  Branch,  mona- 
zite. 

Mitchell  Co. — Samarskite,  pyrochlore(?),  euxenite,  columbite,  muscovite. 

Montgomery  Co.— Steele's  mine,  ripidolite,  albite. 

Moore  Co. — Carbon  ton,  compact  pyrophyllite. 

Rowan  Co. — Gold  Hill  Mines,  thirty-eight  miles  northeast  of  Charlotte,  and  fourteen 
from  Salisbury,  gold,  auriferous  pyrite  ;  ten  miles  from  Salisbury,  feldspar  in  crystals,  bis- 
mvthinite. 

Randolph  Co.— Pyrophyllite. 

Rutherford  Co.  —  Gold,  graphite,  bismuthic  gold,  diamond,  euolase,  pseudomorpkou* 
quartz  /,  chalcedony,  corundum  in  small  crystals,  epidote,  pyrope,  brookite,  zircon,  monaxite, 
rutherfordite,  samarskite,  quartz  crystals,  itacolumyte ;  on  the  road  to  Cooper's  Gap, 
cyanite. 

Stokes  and  Surry  Cos. — Iron  ores,  graphite. 

Union  Co. — Lemmond  gold  mine,  eighteen  miles  from  Concord  (at  Stewart's  and  Moore's 
mine),  gold,  quartz,  blende,  argentiferous  galenite  (containing  29*4  oz.  of  gold  and  86  5  ox. 
of  silver  to  the  ton,  Genth),  pyrite,  some  chalcopyrite. 

Yancey  Co. — Iron  ores,  amianthus,  chromite,  garnet  (spessartite),  samarskite. 

SOUTH  CAROLINA. 

Abbeville.— Dist.— Oakland  Grove,  gold  (Dorn  mine),  galenite,  pyromorphite,  amethyst, 
garnet. 

Anderson  Dist. — At  Pendleton,  actinoUte,  galenite,  kaolin,  tourmaline. 

Charleston.  —Selenite. 

Chkowee  Valley. —Galenite,  tourmaline,  gold. 

Chesterfield  Dist.— Gold  (Brewer's  mine),  talc,  chlorite,  pyrophyllite,  pyrite,  native 
bismuth,  carbonate  of  bismuth,  red  and  yellow  ochre,  whetstone,  enargite. 

Darlington.— Kaolin. 

Edgefield  Dist. — Psilomelane. 

Greenville  Dist.— Galenite,  pyromorphite,  kaolin,  chalcedony  in  buhrstone,  beryl, 
plumbago,  epidote,  tourmaline. 

Kershaw  Dist. — Rutile. 

Lancaster  Dist.— Gold  (Hale's  mine),  talc,  chlorite,  cyanite,  elastic  sandstone,  pyrite; 
gold  also  at  Blackman's  mine,  Massey's  mine,  Ezell's  mine. 

Laurens  Dist. — Corundum,  damourite. 

Newberry  Dist. — Leadhillite. 

Pic  ken's  Dist. — Gold,  manganese  ores,  kaolin. 

Richland  Dist.  — Chiastolite,  novaculite. 

Spartanburg  Dist. — Magnetite,  chalcedony,  hematite ;  at  the  Cowpens,  limonite,  grapkiU, 
limestone,  copperas  ;  Morgan  mine,  leadhillite,  pyromorphite,  cerussite. 

Sumter  Dist. — Agate. 

Union  Dist. — Fairforest  gold  mines,  pyrite,  chalcopyrite. 

York  Dist. — Limestones,  whetstones,  witherite,  barite,  tetradymite. 
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GEORGIA. 

Burke  and  Scriven  Cos.— -Hyalite. 

Cherokee  Co. — At  Canton  Mine,  ohalcopyrite,  galenite,  clausthalite,  plumbogummite, 
hitchcockite,  arsenopyrite,  lanthanite,  harrmte,  cantonite,  pyromorphite,  automolite,  zinc, 
staurolite,  cyanite  ;  at  Ball-Ground,  spodumene. 

Clark  Co.,  near  Clarksville. — Gold,  xenotime,  zircon,  rutile,  cyanite,  hematite,  garnet, 
quartz. 

Dade  Co.— Halloysite,  near  Rising  Fawn. 

Fannin  Co. — StauroUte/  ohalcopyrite. 

Habersham  Co. — Gold,  pyrite,  ohalcopyrite,  galenite,  hornblende,  garnet,  quartz,  kaolinite, 
soapstone,  chlorite,  rutile,  iron  ores,  tourmaline,  staurolite,  zircon. 

Hall  Co. — Gold,  quartz,  kaolin,  diamond. 

Hancock  Co. — Agate,  chalcedony. 

Heard  Co. — Molybdite,  quartz. 

Lincoln  Co. — LazuUte!  !  rutile  /  I  hematite,  cyanite,  menacoanite,  pyrophyUite,  gold, 
itacolumyte  rock. 

Lowns  Co. — Corundum. 

Lumpkin  Co. — At  Field's  gold  mine,  near  Dahlonega,  gold,  tetradymite,  pyrrhotite,  chlorite, 
menaccanite,  allanite,  apatite. 

Rabun  Co.— Gold,  chalcopyrite. 

Spaulding  Co. — Tetradymite. 

Washington  Co.,  near  Sauudersville. — WaveUite,  flre  opal 

ALABAMA, 

Bibb  Co.,  Centreyille. — Iron  ores,  marble,  barite^  coal,  cobalt. 

Tuscaloosa  Co. — Coal,  galenite,  pyrite,  vivianite,  limonite,  calcite,  dolomite,  cyanite, 
steatite,  quartz  crystals,  manganese  ores. 

Benton  Co. — Antimonial  lead  ore  (boulangerite  ?) 

Tallapoosa  Co.,  at  Dudley ville. — Corundum,  spinel,  tourmaline. 

FLORIDA. 

Near  Tampa  Bat. — Limestone,  sulphur  springs,  chalcedony,  carnelian,  agate,  silicified 
shells  and  corals. 

KENTUCKY. 

Anderson  Co. — Galenite,  barite. 
Clinton  Co.— Geodes  of  quartz. 
Crittenden  Co. — Galenite,  fluorite,  calcite. 

Cumberland  Co. — At  mammoth  Cave,  gypsum  rosettes !  calcite,  stalactites,  nitre,  ep- 
eomite. 

Fayette  Co. — Six  miles  N.E.  of  Lexington,  galenite,  barite,  witherite,  blende. 
Livingstone  Co.,  near  the  line  of  Union  Co. — Galenite,  chalcopyrite,  large  vein  of  fluorite. 
Mercer  Co. — At  McAfee,  fluorite,  pyrite.  calcite,  barite,  celestite. 
Owen  Co.— Galenite,  barite. 

TENNESSEE. 

Brown's  Creek. — Galenite.  blende,  barite,  celestite. 

Carter's  Co.,  foot  of  Roan  Mt. — Safdite,  magnetite. 

Claiborne  Co. — Calamine,  galenite,  smithsonite,  chlorite,  steatite,  magnetite. 

Cocke  Co.,  near  Brush  Creek. — Cacoxene  ?  kraurite,  iron  sinter,  stilpnosiderite,  brown 
hematite. 

Davidson  Co. — Selenite,  with  granular  and  snowy  g\psum,  or  alabaster,  crystallized  and 
compact  anhydrite,  fluorite  in  crystals?  calcite  in  crystals.  Near  Nashville,  blue  celestite, 
'crystallized,  fibrous,  and  radiated),  with  barite  in  limestone.  Haysboro',  galenite,  blende, 
with  barite  as  the  gangue  of  the  ore. 

Dickson  Co.  — Manganite. 
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Jefferson  Co. — Calamine %  galenite,  fetid  barite. 

Knox  Go. — Magnesian  limestone,  native  iron,  variegated  marble*  ! 

Maury  Co. —Wavellite  in  limestone. 

Morgan  Co. — Epsom  salt,  nitrate  of  lime. 

Polk  Co.,  Ducktown  mines,  southeast  corner  of  State. — Melaeonite,  chaloopyrite,  pyrite, 
native  copper,  bornite,  rutile,  zoisite,  galenite,  harrisite,  alisonite,  blende,  pyroxene,  tremoHte, 
sulphates  of  copper  and  iron  in  stalactites,  allophane,  rahtibe,  chaloocite  (ducktownite),  chal- 
cotrichite,  azurite,  malachite,  pyrrhotite,  limonite. 

Roan  Co.,  eastern  declivity  of  Cumberland  Mts. — Wavellite  in  limestone. 

Sevier  Co.,  in  caverns. — Epsom  salt,  soda  alum,  saltpetre,  nitrate  of  lime,  breccia  marble. 

Smith  Co. — Fluorite. 

Smoky  Mt.,  on  declivity. — Hornblende,  garnet,  staurolite. 

White  Co.— Nitre, 

OHIO. 

Bainbridoe  (Copperas  Mt,  a  few  miles  east  of  B.). — Calcite,  barite,  pyrite.  copperas, 
alum. 
Canfield. — Gypsum  ! 
Duck  Creek,  Monroe  Co. — Petroleum. 

Lake  Erik. — Strontian  Island,  celestite!  Put-in  Bay  Island,  celestite!  sulphur!  calcite. 
Liverpool. — Petroleum.  * 

Marietta. — Argillaceous  iron  ore ;  iron  ore  abundant  also  in  Scioto  and  Lawrence  Cos. 
Ottawa  Co. — Gypsum. 
Poland. — Gypsum  / 

MICHIGAN. 

Brest  (Monroe  Co.). — Calcite,  amethystine  quartz,  apatite,  celestite. 

Grand  Rapids. — Selenite,  fib.  and  granular  gypsum,  calcite,  dolomite,  anhydrite. 

♦Lake  Superior  Mining  Region.— The  four  principal  regions  are  Keweenaw  Point.  Isle 
Royale,  the  Ontonagon,  and  Portage  Lake.  The  mines  of  Keweenaw  Point  are  along  two 
ranges  of  elevation,  one  known  as  the  Greenstone  Range,  and  the  other  as  the  Southern  or 
Bohemian  Raoge  (Whitney) .  The  copper  occurs  in  the  trap  or  amygdaloid,  and  in  the  asso- 
ciated conglomerate.  Native  copper  I  native  silver  /  chaloopyrite,  horn  silver,  tetrahedrite. 
manganese  ores,  epidote,  prehntte,  laumontite,  datolite,  heulandite,  orthoclase,  ana f cite,  cha- 
bazite,  compact  datolite,  chrysocolla,  mesotype  (Copper  Falls  mine),  leonhardUe  (ib.),  analeitt 
(ib.),  apophyUite  (at  Cliff  mine),  wollastonite  (ib.),  calcite,  quartz  (in  crystals  at  Minnesota 
mine),  compact  datolite,  orthoclase  (Superior  mine),  saponite,  melaeonite  (near  Copper  Har- 
bor, but  exhausted),  chrysocolla  ;  on  Chocolate  River,  galenite  and  sulphide  of  copper;  chal- 
oopyrite and  native  copper  at  Presq'  Isle  ;  at  Albion  mine,  domeykite  ;  at  Prince  Vein,  barite, 
calcite,  amethyst;  at  Michipfroten  Ids.,  copper  nickel,  stilbite,  analcite  ;  at  Albany  and  Bos- 
ton mine,  Portage  Lake,  prehntte^  analcite,  orthoclase,  cuprite ;  at  Sheldon  location,  domsy- 
hite,  whitneyite,  algodonite  ;  Isle  Royale  mine,  Portage  Lake,  compact  datolite ;  Quincy  mine, 
calcite,  compact  datolite.  At  the  Spun  Mountain  Iron  mine  (magnetite),  chlorite  peeudo- 
morph  after  garnet. 

Marquette. — Manganite,  galenite ;  twelve  miles  west  at  Jackson  Mt .  and  other  mines* 
hematite,  limonite,  gothite  /  magnetite,  jasper. 

Monroe. — -Aragonite,  apatite. 

Point  aux  Peaux  (Monroe  Co.). — Amethystine  quartz,  apatite,  celestite,  calcite. 

Saginaw  Bay. — At  Alabaster,  gypsum. 

Stony  Point  (Monroe  Co.). — Apatite,  amethystine  quarts,  celestite,  calcite. 

ILLINOIS. 

Gallatin  Co.,  on  a  branch  of  Grand  Pierre  Creek,  sixteen  to  thirty  miles  from  Shawnee- 
town,  down  the  Ohio,  and  from  half  to  eight  miles  from  this  river. —  Violet  fltiarite  !  in  car- 
boniferous limestone,  barite,  galenite,  blende,  brown  iron  ore. 

Hancock  Co. — At  Warsaw,  quartz  geodes  !  containing  calcite  1  cJtalcedony,  dofomite%  b'u*d<  ! 
brown  spar,  pyrite,  aragonite,  gypsum,  bitumen. 

*  See  also  Pumpelly ;  on  the  Pangenesis  of  copper  and  its  associate  minerals  on  La^ 
Superior.     Am.  J.  ScL,  III.,  x,  17. 
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Hardin  Co. — Near  Rosiclare,  calcite,  galenite,  blende ;  five  miles  back  from  Elisabeth- 
town,  bog-iron  ;  one  mile  north  of  the  river,  between  Elizabethtown  and  Roeiclare,  nitre. 

Jo  Daviks  Co. — At  Galena,  galenite,  calcite,  pyrite,  blende ;  at  Marsden's  diggings,  galen- 
ite !  blende,  cerussite,  maroasite  in  stalactitic  forms,  pyrite. 

Joliet.  —Marble. 

Quincy. — Colette/  pyrite. 

Scales  Mound.— itorto,  pyrite. 

INDIANA. 

Limestone  Caverns  ;  Corydon  Caves,  etc.— Epsom  salt. 

In  most  of  the  southwest  counties,  pyrite,  iron  sulphate,  and  feather  alum ;  on  Sugar 
Creek,  pyrite  and  iron  sulphate;  in  sandstone  of  Lloyd  Co.,  near  the  Ohio,  gypsum  ;  at  the 
top  of  the  blue  limestone  formation,  brown  spar,  calcite. 

Lawrence  Co.— Spice  Valle,  kaolinite  (=indianaite). 

MINNESOTA. 

North  Shore  of  L.  Superior)  range  of  hills  running  nearly  northeast  and  southwest, 
extending  from  Fond  du  Lac  Superieure  to  the  Kamanistiqneia  River  in  Upper  Canada). — 
Scoledte,  apophyUUe,  prehnite,  stilbite,  laumontite,  heulandite,  harmotome,  thomsonite,  fluorile, 
barite,  tourmaUne,  epidote,  hornblende,  calcite,  quartz  crystals,  pyrite,  magnetite,  stea- 
tite, blende,  black  oxyd  of  copper,  malachite,  native  copper,  chalcopyrite,  amethystine 
quartz,  ferruginous  quartz,  c/ialcedony,  carneUan,  agate,  drusy  quartz,  hyalite?  fibrous  quartz, 
jasper,  prase  (in  the  debris  of  the  lake  shore),  dogtooth,  spar,  augite,  native  silver,  Bpodumene  ? 
chlorite ;  between  Pigeon  Point  and  Fond  du  Lac,  near  Baptism  River,  saponite  (thaUte)  in 
amygdaloid. 

Kettle  River  Trap  Range.— Epidote,  nail-head  calcite,  amethystine  quartz,  calcite, 
undetermined  zeolites,  saponite. 

Stillwater.  —Blende. 

Falls  of  the  St.  Croix. — Malachite,  native  copper,  epidote,  nail-head  spar. 

Rainy  Lake. — Actinolite,  tremolite,  fibrous  hornblende,  garnet,  pyrite,  magnetite,  steatite. 

WISCONSIN. 

Bio  Bull  Falls  (near). — Bog  iron, 

Blue  Mounds. — Cerussite. 

Hazle  Green. — Calcite. 

Lac  Du  Flambeau  R.— Garnet,  cyanite. 

Left  Hand  R.  (near  small  tributary). — Malachite,  chalcocite,  native  copper,  red  copper 
ore,  earthy  malachite,  epidote,  chlorite  ?  quartz  crystals. 

Linden.—  Galenite,  smit/isorUte,  hydrozincite. 

Mineral  Point  and  vicinity. — Copper  and  lead  ores,  chrysocolla,  aeuritef  chalcopyrite, 
malachite,  galenite,  cerussite,  anglesite,  blende,  pyrite,  barite,  calcite,  mareasite,  smithsonite / 
(so-called  4* dry-bone"). 

Montreal  River  Portage.— Galenite  in  gneissoid  granite. 

Sank  Co. — Hematite,  malachite,  chalcopyrite. 

Shullsburg. — Galenite/  blende,  pyrite ;  at  Emmet's  digging,  galenite  and  pyrite. 

IOWA. 

Du  Buque  Lead  Mines,  and  elsewhere. — Galenite/  ealcite,  blende,  black  oxide  of  man- 
ganese; at  Swing's  and  Sherard's  diggings,  smit/wonite,  calamine;  at  Des  Moines,  quarts 
crystals,  selenite  ;  Makoqueta  B.,  brown  iron  ore;  near  Dnrango,  galenite. 

Cedar  River,  a  branch  of  the  Des  Moines. — JSelenite  in  crystals,  in  the  bituminous  shale 
of  the  coal  measures ;  also  elsewhere  on  the  Des  Moines,  gypsum  abundant ;  argillaceous 
iron  ore,  spathic  iron ;  copperas  in  crystals  on  the  Des  Moines,  above  the  Mouth  of  Saap 
and  elsewhere,  pyrite,  blende. 

Fort  Dodge.— Gelestite. 

Makoqueta.— Hematite. 

New  Galena.— Octahedral  galenite,  anglesite. 
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MISSOURI. 

B  irmin  on  am.  — Limonite. 

G\\axky.— Sphalerite,  galenite,  calamine,  greenockite.  as  a  coating  on  sphalerite. 

Jefferson  Co.,  at  Valle's  diggings. — Galenite,  cerumte,  anglesite,  calamine,  chalcopy- 
rite  malachite,  azurite,  witherite. 

Mine  &  Burton.— Gale/rite,  cerussite,  anglesite.  barite,  calcite. 

Deep  Diggings. — Malachite,  cerumte  in  crystals  and  manganese  ore. 

Madison  Co.— Wolframite. 

Mine  La  Motte. — Galenite/  malachite,  earthy  cobalt  and  nickel,  bog  manganese,  sulph- 
ide of  iron  and  nickel,  cerumte,  caledonite,  plnmbognmmite,  wolframite,  siegenite,  smaltite, 
aragonite. 

St.  Louis. — MiUerite,  calcite,  dolomite,  earthy  barite,  fluorite. 

St.  Francis  River. —Wolframite. 

Perry's  Diggings,  and  elsewhere. — Galenite,  etc. 

Forty  miles  west  of  the  Mississippi  and  ninety  sonth  of  St.  Louis,  the  iron  mountains, 
specular  iron,  limonite ;  10  m.  east  of  Ironton,  wolframite,  tungstite. 

ARKANSAS. 

Batesville. — In  bed  of  White  R.,  some  miles  above  Batesville,  gold. 

Green  Co. — Near  Gainesville,  lignite. 

Hot  Springs  Co. — At  Hot  Springs,  wavellite,  thnringite  ;  Magnet  Cove,  brookitef  schor- 
lomiUs  eUeoUle,  magnetite,  quartz,  green  coccolite,  garnet,  apatite,  perofskite  (hydrotitanite), 
rutile,  ripidolite,  thomaonite  (ozarkite),  microcline,  eegirite. 

Independence  Co. — Lafferay  Creek,  psilomelane. 

Lawrence  Co. — Hoppe,  Bath,  and  Koch  mines,  smitfisonite,  dolomite,  galenite ;  nitre. 

Marion  Co. — Wood's  mine,  smithsonite,  hydrozincite  (marionite),  galenite  ;  Poke  bayou, 
braunitef 

Ouachita  Springs.— Quartz?  whetstones. 

Pulaski  Co.  —Kellogg  mine,  10  m.  north  of  Little  Rock,  tetrahedrUe,  tennanUte,  nacrite, 
galenite,  blende,  quartz. 

CALIFORNIA. 

The  principal  gold  mines  of  California  are  in  Tulare,  Fresno,  Mariposa,  Tuolumne,  Cala- 
veras, El  Dorado,  Placer,  Nevada,  Yuba,  Sierra.  Butte,  Plumas,  Shasta,  Siskiyou,  and  Del 
Norte  counties,  although  gold  is  found  in  almost  every  county  of  the  State.  The  gold  ck  curs 
in  quartz,  associated  with  sulphides  of  iron,  copper,  zinc,  and  lead;  in  Calaveras  and  Tuo- 
lomne  counties,  at  the  Mellones,  Stanislaus,  Golden  Rule,  and  Rawhide  mines,  associated 
with  tellurides  of  gold  and  silver ;  it  is  also  largely  obtained  from  placer  diggings,  and  further 
it  is  found  in  beach  washings  in  Del  Norte  and  Klamath  counties. 

The  copper  mines  are  principally  at  or  near  Copperopolis,  in  Calveras  county ;  near  Genesee 
Valley,  in  Plumas  county ;  near  Low  Divide,  in  Del  Norte  county ;  on  the  north  fork  of 
Smith's  River ;  at  Soledad,  in  Los  Angeles  county. 

The  mercury  mines  are  at  or  near  New  Almaden  and  North  Almaden,  in  Santa  Clara  county; 
at  New  Idria  and  San  Carlos,  Monterey  county ;  in  San  Luis  Obispo  county ;  at  Pioneer 
mine,  and  other  localities  in  Lake  county ;  in  Santa  Barbara  county. 

Alpine  Co. — Morning  Star  mine,  enargite,  stephanite,  polybasite,  barite,  quarts,  pyxite, 
tetrahedite. 

Amador  Co. — At  Volcano,  chalcedony,  hyalite, 

Alameda  Co. — Diabolo  Range,  magnesite. 

Butte  Co. — Cherokee  Flat,  diamond,  platinum,  iridosmine. 

Calaveras  Co. — Copperopolis,  cfiatcopyrite,  malachite,  azurite,  serpentine,  picroh'te,  native 
copper,  near  Murphy' s,  jasper,  opal ;  albite,  with  gold  and  pyrite ;  Mellones  mine,  calaweritA, 
petzite. 

Contra-Cost  a  Co— San  Antonio,  chalcedony. 

Del  Norte  Co. — Crcsoent  City,  agate,  carnelian;  Low  Divide,  chaloopyrite,  bornxte, 
malachite ;  on  the  coast,  iridosmine,  platinum. 

El  Dorado  Co. — Pilot  Hill,  chalcopyrite ;  near  Georgetown,  hessite,  from  placer  dig- 
gings; Roger's  Claim,  Hope  Valley,  grossular  garnet,  in  copper  ore;  Coloma,  ehromiU / 
Spanish  Dry  Diggings,  gold;  Granite  Creek,  rosooelite,  gold. 
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Fresno  Co. — Chowohillas,  andalustte. 

Humboldt  Co. — Cryptomorphite. 

InjIo  Co.— Ingo  district,  galenite,  eerustite,  anglesite,  barite,  atacamite,  oalcite,  granular 
garnet ! 

Lake  Co.— Borax  Lake,  borax!  sassolite,  glauberite  ;  Pioneer  mine,  cinnabar,  native  mer- 
cury, selenide  of  mercury ;  near  the  Geysers,  sulphur,-  hyalite ;  Redington  mine,  metacinna- 
barite. 

Los  Angeles  Co.— Near  Santa  Anna  River,  anhydrite;  Williams  Pass,  chalcedony; 
Soledad  mines,  chalcopyrite,  garnet,  gypsum;  Mountain  Meadows,  garnet,  in  copper  ore. 

Mariposa  Co.— Chalcopyrite,  itacolumyte;  Centreville,  cinnabar;  Pine  Tree  Mine,  tetra- 
hedrite  ;  Burns  Creek,  limonite ;  Greyer  Gulch,  pyrophyllite  ;  La  Victoria  mine,  azurite  !  near 
Coulterville.  cinnabar,  gold. 

Mono  Co! — Partzite. 

Monterey  Co. — Alisal  Mine,  arsenic ;  near  Paneches,  chalcedony ;  New  Idria  mine,  cin- 
nabar ;  near  New  Idria,  chromite,  zaratite,  chrome  garnet ;  near  Pacheco's  Pass,  stibnite. 

Nevada  Co. — Grass  Valley  gold!  in  quartz  veins,  with  pyrite,  chalcopyrite,  blende, 
arspnopyrite,  galenite,  quartz,  biotite  ;  near  Truokee  Pass,  gypsum ;  Excelsior  Mine,  molyb- 
denite, with  molybdenite  and  gold  ;  Sweet  Land,  pyrolusite. 

Placer  Co.— Miner's  Ravine,  epidote!  with  quartz,  gold. 

Plumas  Co. — Genesee  Valley,  chalcopyrite  ;  Hope  mines,  bornite,  sulphur. 

Santa  Barbara  Co. — San  Amedio  Canon,  stibnite,  asphaltum,  bitumen,  maltha,  petro- 
leum, cinnabar,  iodide  of  mercury  ;  Santa  Clara  River,  sulphur. 

San  Diego  Co. — Carisso  Creek,  gypsum  ;  San  Isabel,  tourmaline,  orthoclase,  garnet. 

San  Francisco  Co. — Red  Island,  pyrolusite  and  manganese  ores. 

Santa  Clara  Co. — New  Almaden,  cinnabar,  cafcite,  aragonite,  Berpentine,  chrysolite, 
quartz,  aragotite ;  North  Almaden,  chromite;  Mt.  Diabolo  Range,  magnesite,  datolite,  with 
vesuvianite  and  garnet, 
f  San  Luis  Obispo  Co. — Asphaltum,  cinnabar,  native  mercury. 

San  Bernardino  Co. — Colorado  River,  agate,  trona;  Temescal,  cassiterite ;  Russ  Dis- 
trict, galenite,  cerussite  ;  FranciB  mine,  cerargyrite. 

Shasta  Co. — Near  Shasta  City,  hematite,  in  large  masses. 

Siskiyou  Co. — Surprise  Valley,  selenite,  in  large  slabs. 

Sonoma  Co. — Actinolite,  garnets. 

Tulare  Co. — Near  Visalia,  magnesite,  asphaltum. 

Tuolumne  Co.— Tourmaline,  tremolite;  Sonora,  graphite;  York  Tent,  chromite;  Golden 
Rule  mine,  petzite,  calaoerite,  altaite,  hessite,  magnesite,  tetrahedrite,  gold  ;  Whiskey  Hill, 
gold! 

Trinity  Co. — Cassiterite,  a  single  specimen  found. 

LOWER  CALIFORNIA. 
La  Paz. — Cuprosoheelite.     Loretto. — Natrolite,  siderite,  selenite. 

UTAH. 

Beaver  Co — Bismuthinite,  bismite,  bismutite. 

Tintic  District. — At  the  Shoebridge  mine,  the  Dragon  mine,  and  the  Mammoth  vein, 
enargiU  with  pyrite. 

Box  Elder  Co.— Empire  mine,  wulfenite! 

In  the  Wahsatch  and  Oquirrh  mountains  there  are  extensive  mines,  especially  of  ores  of 
lead  rich  in  silver.  At  the  Emma  mine  occur  galenite,  cervantite,  cerussite,  wulfenite, 
azurite,  malachite,  calamine,  anglesite,  linarite^  sphalerite,  pyrite,  argentite,  stephanite, 
etc.     At  the  Lucky  Boy  mine,  Butterneld  Canon.,  orpiment,  realgar. 

One  hundred  and  twenty  miles  south-west  of  Salt  Lake  City,  topaz  has  been  found  in  color- 
less crystals. 

NEVADA. 

Carson  Valley.— Chrysolite. 

Churchill  Co. — Near  Ragtown,  gay-lust*  tey  trona,  common  salt. 

Comstock  Lode. — Gold,  native  silver,  argentite,  stephanite,  polybasite,  pyrargyrite,  prous- 
tite,  tetrahedrite,  cerargyrite,  pyrite,  chalcopyrite,  galenite,  blende,  pyromorphifce,  allemou- 
tite,  arsenolite,  quartz,  oalcite,  gypsum,  cerussite,  cuprite,  wulfenite,  amethyst,  kUstelite. 
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E8MKBALDA  Co. — Alum,  12  m.  north  of  Silver  Greek ;  at  Aurora,  fluorite,  stibnite ;  near 
Mono  Lake,  native  copper  and  cuprite,  obsidian ;  Columbus  district,  ulexite  ;  Walker  Lake, 
gypsum,  hematite  ;  Silver  Peak,  $alt%  saltpetre,  sulphur,  silver  ores. 

Humboldt  District.—  Sheba  mine,  native  silver,  jamesonite,  stibnite,  Utrahedrite,  prous- 
tite.  blende,  cerusedte,  caloite,  bournonite,  pyrite,  galenite,  malachite,  zanthocone  (?) 

Mammoth  District.— OrtJioclase,  turquois,  hubnerite,  scheelite. 

Reese  River  District.— Native  silver,  proustite,  pyrargyriie,  stephanite,  blende,  poly- 
basite,  rhodochrosite,  embolite,  tetf  ahedrite  /  cerargyrite,  embolite. 

San  Antonia. — Belmont  mine,  stetefeldtite. 

Six  Mile  CaSon. — rielerute. 

Ormsby  Co. — W.  of  Carson,  epidote. 

Storey  Co.— Alum,  natrolite,  scolezite. 

ARIZONA. 

On  and  near  the  Colorado,  gold,  silver,  and  copper  mines;  at  Bill  Williams'  Fork,  chry- 
sooolla,  malachite,  atacamite,  brochantite ;  Dayton  Lode,  gold,  fluorite,  cerargyrite ;  Skinner 
Lode,  octahedral  fluorite ;  at  various  places  in  the  southern  part  of  the  territory,  silver  and 
copper  mines ;  Heintzelmaun  mine,  stromeyetite,  chaloocite,  tetrahedrite,  atacamite.  Mont- 
gomery mine,  Harsayampa  Disk,  tetradymite.     Whitneyite,  in  Southern  Arizona. 


OREGON. 

Gold  is  obtained  from  beach  washings  on  the  southern  coast ;  quartz  mines  and  placer 
mines  in  the  Josephine  district ;  also  on  the  Powder,  Burnt,  and  John  Day's  rivers,  and  other 
places  in  eastern  Oregon ;  platinum,  iridosmine,  laurite,  on  the  Rogue  River,  at  Port  Oxford, 
and  Cape  Blanco.     In  Curry  Co. ,  priceite. 

IDAHO. 

Iu  the  Owyhee,  Boise,  and  Flint  districts,  gold,  also  extensive  silver  mines ;  Poor  Man  Lode, 
cerargynU!  proustite,  pyrargyrite!  native  sVver*  gold,  pyromorphite,  quartz,  malachite; 
polybasite ;  on  Jordan  Creek,  stream  tin ;  Rising  Star  mine,  stepfianite,  argentUe,  pyrargy- 
rite. 

MONTANA. 

Many  mines  of  gold,  etc.,  west  of  the  Missouri  R.  Highland  District. — Tetradymite. 
Silver  Star  Dist. — Psittacinito. 

In  the  Yellowstone  Park,  in  Montana  and  Wyoming  Territories. — Oeyserite. — Amethy$t! 
chalcedony,  quartz  crystals,  quartz  on  oalcite,  etc. 

COLORADO.* 

The  principal  gold  mines  of  Colorado  are  in  Boulder,  Gilpin,  Clear  Creek,  and  JefferBon 
Cos.,  on  a  line  of  country  a  few  miles  W.  of  Denver,  extending  from  Long's  Peak  to  Pike's 
Peak.  A  large  portion  of  the  gold  is  associated  with  veins  of  pyrite  and  chaloopyrite ;  silver 
and  lead  mines  are  at  and  sear  Georgetown,  Clear  Creek  Co.,  and  to  the  westward  in  Sum- 
mit Co.,  on  Snake  and  Swan  rivers. 

At  the  Georgetown  mines  are  found :— native  silver,  pyrargyrite,  argentite,  tetrahedrite, 
pyromorphite,  galenite,  sphalerite,  azurite,  aragonite,  barite,  fluorite,  mica. 

Trail  Creek. — Garnet,  epidote,  hornblende,  chlorite ;  at  the  Freeland  Lode,  tetrahedrite, 
tennantite,  anglesite,  caledonite,  oerussite,  tenorite,  siderite,  azurite,  minium  ;  at  the  Cham- 
pion Lode,  tenorite,  azurite,  chrysocolla,  malachite;  at  the  Gold  Belt  Lode,  vivianite;  at 
the  Kelly  Lode,  tenorite ;  at  the  Coyote  Lode,  malachite,  oyanotrichite. 

Near  Black  Hawk.— At  Willis  Gulch,  enargite,  fluorite,  pyrite ;  at  the  Gilpin  County 
Lode,  cerargyrite ;  on  Gregory  Hill,  feldspar;  North  Clear  Creek,  lievrite.— OaUniUl 

♦  See  the  Catalogue  of  Minerals  of  Colorado  by  J.  Alden  Smith. 
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Bear  Creek. — Fluorite,  beryl;  near  the  Malachite  Lode,  ma1achite,  cuprite,  vesavianite, 
topazolite ;  Liberty  Lode,  ohalooeite. 

Snake  River. — Penn  District,  embolite;  at  several  lodes,  pyrargyrite,  native  silver, 
aznrite. 

RusflELL  District.— Delaware  Lode,  chalcopyrite,  crystallized  gaienite. — Epidote,  pyrite. 

Virginia  CaSon. — Epidote,  fluorite ;  at  the  Crystal  Lode,  native  silver,  spinel. 

Sugar  Loaf  District. — Chalcocite,  pyrrhotite,  garnet  (manganesian). 

Central  City. — Garnet,  tenorite;  at  Leavitt  Lode,  molybdenite;  on  Gunnell  Hill,  mag- 
netite ;  at  the  Pleasantview  mine,  cerussite. 

Goldun  City. — Aragonite  ;  on  Table  Mountain,  leucite  in  amygdaloid. 

Bergen's  Banche.— Garnet,  aotinolite,  calcite. 

Boulder  Co.,  Red  Cloud  Mine. — Native  tellurium,  altaite,  hessite  (petzite),  sylvanite, 
oalaverite,  schirmerite. 

Lake  City,  at  the  Hotchkiss  Lode.— Petzite,  calaverite  (?),  eta 

Pike's  Peak,  on  Elk  Creek. — Amazonntone  /  /  smoky  quarto!  aventurine  feldspar,  ame- 
thyst, albite,  fluorite,  hematite,  anhydrite  (rare),  columbite. 

CANADA. 

CANADA  BAST. 

Abercrombie. —Labradorite. 

Bay  St.  Paul.  —Mennaccanite  !  apatite,  allanite,  rutile  (or  brookite  ?) 

Aubert.  —  Gold,  iridosmine,  platinum. 

Bolton.—  Chromite.  magnetite,  serpentine,  picrolite,  steatite,  bitter  spar,  wad. 

Bouciierville.— AugUe  in  trap. 

Brome. — Magnetite,  chalcopyrite,  sphene,  menaocanite,  phyllite,  sodalite,  canorinite, 
gaienite,  chloritoid. 

Chambly.—  Analcite,  chabazite  and  calcite  in  trachyte,  menaccanite. 

Chateau  Richer. — Labradorite,  hypersthene,  andesite. 

Daillebout.— Blue  spinel  with  clintonite. 

Grenville. — Wollastonite,  sphene,  vesuvianite,  calcite,  pyroxene,  steatite  (rensselaerite), 
garnet  (cinnamon-stone),  wrcon,  graphite,  scapoUte. 

Ham. — Chromite  in  serpentine,  diallage,  antimony/  senarmontUe  !  kermesUe,  valentinite, 
atibnite. 

iNVERNEsa — Variegated  copper. 

Lake  St.  Francis.  —Andalusite  in  mica  slate. 

Landbdown.  — Barite. 

Leeds. — Dolomite,  chalcopyrite,  gold,  chloritoid. 

Mills  Isles. — Labradorite  /  menaocanite,  hypersthene,  andesite,  eircm. 

Montreal. — Calcite,  augitey  sphene  in  trap,  chrysolite,  natrolite,  dawBonite. 

Morin. — Sphene,  apatite,  labradorite. 

Orpord. — White  garnet,  chrome  garnet,  millerite,  serpentine. 

Ottawa.— Pyroxene. 

Polton. — Chromite,  steatite,  serpentine,  amianthus. 

Bouoemont. — Augite  in  trap. 

Sherbrook. — At  Suffield  mine,  albite  !  native  silver,  argentite,  chalcopyrite,  blende. 

St.  Armand. — Micaceous  iron  ore  with  quartz,  epidote. 

St.  Francois  Beauce. — Gold,  platinum,  iridosmine,  menaocanite,  magnetite,  serpentine, 
chromite,  soapstone,  barite. 

St.  Jerome. — Sphene,  apatite,  chondrodite,  phlogopite,  tourmaline,  zircon,  molybdenite, 
pyrrhotite. 

St.  Nordert. — Amethyst  in  greenstone. 

Stukeley. — Serpentine,  verd-antique  !  schiller  spar. 

Sutton.— Magnetite  in  fine  crystals,  hematite,  rutile,  dolomite,  magnesite,  chromiferous 
talc,  bitter  spar,  steatite. 

Upton.— Chalcopyrite,  malachite,  oalcite. 

Vaudreuil. — Limonite,  vivianite. 

Yamabka.— Sphene  in  trap. 

CANADA  WEST. 

Arnprior. —Calcite. 

Balsam  Lake. — Molybdenite,  scapolite,  quartz,  pyroxene,  pyrite. 
Brantford. — Sulphuric  acid  spring  (4 '2  parts  of  pure  sulphuric  acid  in  1000). 
BathuR8T.—  Barite,  black  tourmaline,  perthite  (orthoclase),  peristerite  (albite),  bytownite, 
pyroxene,  wilsonite,  scapolite,  apatite,  titanite. 


Digitized  by 


Google 


474  APPENDIX. 

Brockville.— Pyrite. 

Brome.—  Magnetite. 

Bruce  Mines. — Calcite,  dolomite,  quartz,  chalcopyrite. 

BuRGEsa—  Pyroxene,  albite,  mica,  sapphire,  sphene,  chalcopyrite,  apatite,  black  spinel! 
spodumene  (in  a  boulder),  serpentine,  biotite. 

Bytown. — Calcite,  bytownite,  chondrodite,  spinel. 

Cape  Ipperwash,  Lake  Huron.— Oxalite  in  shales. 

Clarendon. —  Vesuvianite. 

Daliiousie. — Hornblende,  dolomite. 

Dr  u  mmukd.  — Labradorite. 

Elizabethtown.—  Pyrrhotite,  pyrite,  calcite,  magnetite,  talc  phlogopite,  siderite,  apa- 
tite, cacoxenite. 

Elmsev.— Pyroxene,  sphene,  feldspar,  tourmaline,  apatite,  biotite,  zircon,  red  spinel, 
chondrodite. 

Fitzroy. — Amber,  brown  tourmaUne,  in  quartz. 

Goctineau  River,  BlasdelTs  Mills. — Calcite,  apatite,  tourmaline,  hornblende,  pyroxene. 

Grand  Calumet  Island. — Apatite,  phlogopite  /  pyroxene  /  sphene,  vesuvianite  /  !  serpen- 
tine, tremolite,  scapolite,  brown  and  black  tourmaline  !  pyrite,  loganite. 

High  Falls  op  the  Madawasxa. — Pyroxene!  hornblende. 

Hull. — Magnetite,  garnet,  graphite, 

Hunterbtown. — Scapolite,  sphene,  vesuvianite,  garnet,  brown  tourmaline/ 

H  untington. — Calcite  ! 

Ixniskillen.  — Petroleum. 

K  rNG  ston. — Ce'estite. 

Lac  des  Ciiats,  Island  Portage. — Brown  tourmaline/  pyrite,  calcite,  quartz. 

Lanark. — Raphilite  (hornblende),  serpentine,  asbestos. 

Landstown. — Barite/  vein  27  in.  wide,  and  fine  crystals. 

M  ADOC.  — Magnetite. 

M  amor  a.  —Magnetite,  chalcolite,  garnet,  epsomite,  specular  iron. 

Maim  anse.  —Pitchblende  (coracite). 

McNab. — Hematite,  barite. 

Michipicoten  Island,  Lake  Superior.— Domeykite,  niccolite,  genthite. 

Newborough. — C/iondrodite,  graphite. 

P  ack  enh  AM .  -^Hornblende. 

Perth. — Apatite  in  large  beds,  phlogopite. 

South  Crosby. —Chondrodite  in  limestone,  magnetite. 

St.  Ad kle.— Chondrodite  in  limestone. 

St.  Ignace  Island.— Calcite,  native  copper. 

Sydenham.  — Celestite. 

Tkrrace  Cove,  Lake  Superior. — Molybdenite. 

Wallace  Mine,  Lake  Huron. — Hematite,  nickel  ore,  nickel  vitriol. 

NEW  BRUNSWICK* 

Albert  Co. — Hopewell,  gypsum ;  Albert  mines,  coal  (albertite) ;  Shepody  Mountain, 
alunite  in  clay,  calcite,  iron  pyrites,  manganite,  psilomelane,  pyrolusite. 

Carleton  Co. — Woodstock,  chalcopyrite,  hematite,  limonite,  wad. 

Charlotte  Co.  —  Campobello,  at  Welchpool,  blende,  chalcopyrite,  bornite,  galenite, 
pyrite ;  at  head  of  Harbor  de  Lute,  galenite  ;  Beer  Island,  on  west  side,  calcite,  magnetite, 
quartz  crystals;  Digdignash  River  on  west  side  of  entrance,  calcite/  (m  conglomerated 
chalcedony ;  at  Rolling  Dam,  graphite ;  Grandmanan,  between  Northern  Head  and  Dark 
Harbor,  agate,  amethyst,  apophyllite,  calcite*  hematite,  heulandite,  jasper,  magnetite,  natro- 
lite,  stHbite  ;  at  Whale  Cove,  calcite  !  heulandite,  laumontite.  stilbite,  semi-opal  I  Wagagua- 
davic  River,  at  entrauce,  azurite,  chalcopyrite  in  veins,  malachite. 

Gloucester  Co. — Tete-a-Gouche  River,  eight  miles  from  Bathurst,  chalcopyrite  (mined), 
oxide  of  manganese/  !  formerly  mined. 

Kings  Co. — Sussex,  near  Cloat's  mills,  on  road  to  Belleisle,  argentiferous  galenite ;  one 
mile  north  of  Baxter's  Inn,  specular  iron  in  crystals,  limonite ;  on  Capt.  McCready's  farm, 
uJenite  /  / 

Rkstigouche  Co.—  Belledune  Point,  calcite/  serpentine,  verd-antique ;  Dalhousie,  agate, 
cornelian. 

*  For  a  more  complete  list  of  localities  in  New  Brunswick,  Nova  Scotia,  and  Newfound* 
land,  see  catalogue  by  O.  C.  Marsh,  Am.  J.  Set,  II.  xxxv.  210, 1868. 


Digitized  by 


Google 


AMERICAN  LOCALITIES.  475 

Saint  John  Co.— Black  River,  on  coast,  calcite,  chlorite,  chalcopyrite,  hematite!  Brandy 
Brook,  epidote,  hornblende,  quartz  crystals  ;  Carleton,  near  Falls,  calcite ;  Chance  Harbor, 
calcite  in  quartz  veins,  chlorite  in  argillaceous  and  talcose  slate ;  Little  Dipper  Harbor,  on 
west  side,  in  greenstone,  amethyst,  barite,  quartz  crystals  ;  Moosepath,  feldspar,  hornblende, 
muscovite,  black  tourmaline ;  Musquash,  on  east  side  harbor,  copperas,  graphite,  pyrite  ;  at 
Shannon's,  chrysolite,  serpentine ;  east  side  of  Musquash,  quartz  crystal !  ;  Portland,  nt 
the  Falls,  graphite ;  at  Fort  Howe  Hill,  calcite,  graphite  ;  Crow's  Nest,  asbestus,  chrysoite, 
magnetite,  *erjwntine%  steatite;  Lily  Lake,  white  augite?  chrysolite,  graphite,  serpentine, 
steatite,  talc;  How's  Road,  two  miles  out,  epidote  (in  syenite),  steatite  in  limestone,  tr (-mo- 
ttle ;  Drury's  Cove,  graphite,  pyrite,  pyrallolite  ?  indurated  talc ;  Quaco,  at  Lighthouse  Point, 
large  bed  oxyd  of  manganese ;  Sheldon's  Point,  actinolite,  asbestus,  calcite,  epidote^  mala- 
chite, specular  iron ;  Cape  Spenser,  asbestus,  calcite,  chlorite,  specular  iron  (in  crystals  ; 
Westbeach,  at  east  end,  on  Evans'  farm,  chlorite,  talc,  quartz  crystal*  ;  half  a  mile  west, 
chlorite,  chalcopyrite,  magnesite  (vein),  magnetite ;  Point  Wolf  and  Salmon  River,  asbestus, 
chlorite,  chrysocolla,  chalcopyrite,  bornite,  pyrite. 

Victoria  Co.  — Tabique  River,  agate,  cornelian,  jasper ;  at  mouth,  south  side,  galenite  ; 
at  mouth  of  Wapskanegan,  gypsum,  salt  spring  ;  three  miles  above,  stalactites  (abundant) ; 
Quisabis  River,  blue  phosphate  of  iron,  in  clay. 

Westmoreland  Co.  — Bellevue,  pyrite ;  Dorcester,  on  Taylor's  farm,  cannel  coal ;  clay 
ironstone  ;  on  Ayres's  farm,  asphaltum,  petroleum  spring ;  Grandlance,  apatite,  selenite  (in 
large  crystals);  Memramcook,  coal  (albertite) ;  Shediac,  four  miles  up  Scadoue  River,  coal. 

York  Co. — Near  Frederioton,  stibnite,  jamesonite,  berthierite ;  Pokiock  River,  stibnite, 
tin  pyrites?  in  granite  (rare). 

NOVA  SCOTIA. 

Annapolis  Co.— Chute's  Cove,  apoyhyUite,  natrolite ;  Gates'  Mountain,  analcite,  magne- 
tite, mesolitef  natrolite,  stilbite ;  Martial's  Cove,  analcite!  chabazite,  heulandite;  Moose 
River,  beds  of  magnetite ;  Nictau  River,  at  the  Falls,  bed  of  hematite  ;  Paradise  River,  black 
tourmaline,  smoky  quartz  !  !  ;  Port  George/  f aroelite,  laumontite,  mesolite,  stilbite ;  east  of 
Port  George,  on  coast,  apophyllite  containing  gyrolite  ;  Peter's  Point,  west  side  of  Stonock's 
Brook,  apophyllite  !  calcite,  heulandite,  laumontite  !  (abundant),  native  copper,  stilbite  ;  St. 
Croix  Cove,  chabazite,  heulandite. 

Colchester  Co. — Five  Islands,  East  River,  barite!  calcite,  dolomite  (ankerite),  hematite, 
chalcopyrite ;  Indian  Point,  malachite,  magnetite,  red  copper,  tetrahedrite ;  Pinnacle  Islands, 
analcite,  calcite,  chabazite!  natrolite,  siliceous  sinter;  Londonderry,  on  branch  of  Great 
Village  River,  barite,  ankerite,  hematite,  limonite,  magnetite ;  Cook's  Brook,  ankerite,  hema- 
tite ;  Martin's  Brook,  hematite,  limonite ;  at  Folly  River,  below  Falls,  ankerite,  pyrite  ;  on 
high  land,  east  of  river,  ankerite,  hematite,  limonite ;  on  Archibald's  land,  ankerite,  barite, 
hematite;  Salmon  River,  south  branch  of,  chalcopyrite,  hematite;  Shubenacadie  River, 
anhydrite,  calcite,  barite,  hematite,  oxide  of  manganese;  at  the  Canal,  pyrite;  Stewiaoke 
River,  barite  (in  limestone). 

Cumberland  Co. — Cape  Chiegnecto,  barite;  Cape  D*Or,  analcite,  apophyllite! !  chaba- 
zite, faroelite,  laumontite,  mestdite,  malachite,  natrolite,  native  copper,  obsidian,  red  copper 
(rare),  vivianite  (rare) ;  Horse-shoe  Cove,  east  side  of  Cape  D'Or,  analcite,  calcite,  stilbite ; 
Isle  Haute,  south  side,  analcite,  apophyllite  !  !  calcite,  heulandite  !  !  natrolite,  mesolite,  stil- 
bite !  Joggins,  coal,  hematite,  limonite ;  malachite  and  tetrahedrite  at  Seaman's  Brook : 
Partridge  Island,  analcite,  apophyllite!  (rare),  amethyst!  agate,  apatite  (rare),  calcite! ! 
chabazite  (acadialite),  chalcedony,  cat's-eye  (rare),  gypsum,  hematite,  heulandite !  magne- 
tite, sti'bite  !  !  ;  Swan's  Creek,  west  Bide,  near  the  Point,  calcite,  gypsum,  heulandite,  pyrite : 
east  side,  at  Wesson's  Bluff  and  vicinity,  analcite!  !  apophyllite!  (rare),  calcite,  chabazite! ! 
(acadialite),  gypsum,  heulandite! !  natrolite!  siliceous  sinter;  Two  Islands,  moss  agate, 
analcite,  calcite,  chabazite,  Iieulandite  ;  McKay's  Head,  analcite,  calcite,  heulandite,  siliceous 
sinter  ! 

Digby  Co.— Brier  Island,  native  copper,  in  trap;  Digby  Neck,  Sandy  Cove  and  vicinity, 
agate,  amethyst,  calcite,' chabazite,  hematite!  laumontite  (abundant),  magnetite,  stilbite, 
quartz  crystals;  Gulliver's  Hole,  magnetite,  stilbite! ;  Mink  Cove,  amethyst,  efiabazite/ 
quartz  crystals;  Nichols  Mountain,  south  side,  amethyst,  magnetite! ;  Williams  Brook, 
near  source,  chabazite  (green),  heulandite,  stilbite,  quartz  crystal. 

Guysboro'  Co. — Cape  Canseau,  andatusite. 

Halifax  Co. — Gay's  river,  galenite  in  limestone ;  southwest  of  Halifax,  garnet,  staurolite, 
tourmaline :  Tangier,  gold!  in  quartz  veins  in  clay  slate,  associated  with  auriferous  pyrites, 
galenite,  hematite,  mispickel,  and  magnetite ;  gold  has  also  been  found  in  the  same  forma- 
tion, at  Country  Harbor,  Fort  Clarence,  Isaac's  Harbor,  Indian  Harbor,  Laidlow's  farm, 
Lawrencetown,  Sherbrooke,  Salmon  River,  Wine  Cove,  and  other  places. 
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Hants  Go. — Cheverie,  oxide  of  manganese  (in  limestone) ;  Petite  River,  gypsum,  oxide  of 
manganese  ;  Windsor,  calcite,  cryptomorphite  (boronatrocalcite),  howlite,  glauber  salt.  The 
last  three  minerals  are  found  in  beds  of  gypsum. 

Kings  Go. — Black  Rock,  centrallassite,  cerinite ;  oyanolite ;  a  few  miles  east  of  Black 
Rock,  prehnite  ?  stilbite  !  ;  Gape  Blomidon,  on  the  coast  between  the  cape  and  Gape  Split, 
the  following  minerals  occur  in  many  places  (some  of  the  best  localities  are  nearly  opposite 
Gape  Sharp) :  analcite!  !  agate,  amethyst!  apophyllite/  calcite,  chalcedony,  chabazite,  gme- 
Unite  (ledererite),  hematite,  heulandite/  laumontite,  magnetite,  malachite,  meno'ite,  native 
copper  (rare),  natrolite  1  psilomelane,  stilbite  !  thomnonite,  f  aroelite,  quartz;  North  Moun- 
tains, amethyst,  bloodstone  (rare),  ferruginous  quartz,  mesolite  (in  soil) ;  Long  Point,  five 
miles  west  of  Black  Rock,  heulandite,  laumontite !  !  stilbite  !  !  ;  Morden,  apopltyllUe,  mor- 
denite  ;  Scot's  Bay,  agate,  amethyst,  chalcedony,  mesolite,  natrolite ;  Woodworth's  Gove,  a 
few  miles  west  of  Scot's  Bay,  agate  !  cJialcedony  !  jasper. 

Lunenburg  Go. — Ghester,  Geld  River,  gold  in  quartz,  pyrite,  mispickel ;  Gape  la  Have, 
pyrite ;  The  "  Ovens,"  gold,  pyrite,  arsenopyrite ;  Petite  River,  gold  in  slate. 

Pictou  Go. — Pictou,  jet,  oxide  of  manganese,  limonite  ;  at  Rotter's  Hill,  six  miles  west  of 
Pictou.  barite ;  on  Garribou  River,  gray  copper  and  malachite  in  lignite ;  at  Albion  mines, 
coal,  limonite  ;  East  River,  limonite. 

Queens  Go. — Westfield,  gold  in  quartz,  pyrite,  arsenopyrite ;  Five  Rivers,  near  Big  Fall, 
gold  in  quartz,  pyrite,  arsenopyrite,  limonite. 

Richmond  Go.— West  of  Plaister  Gove,  barite  and  calcite  in  sandstone ;  nearer  the  Cove, 
calcite,  fiuorite  (bine),  siderite. 

Shelburne  Co. — Shelburne,  near  mouth  of  harbor,  garnets  (in  gneiss);  near  the  town, 
rose  quartz  ;  at  Jordan  and  Sable  River,  staurolUe  (abundant),  schiller  spar. 

Sydney  Co. — Hills  east  of  Loohaber  Lake,  pyrite,  chalcopyrite,  sideride,  hematite  ;  Mor- 
ristown,  epidote  in  trap,  gypsum. 

Yarmouth  Co. — Cream  Pot,  above  Cranberry  Hill,  gold  in  quartz,  pyrite;  Gat  Bock, 
Fouchu  Point,  asbestus,  calcite. 

NEWFOUNDLAND. 

Antony's  Island. — Pyrite. 

Gatalina  Harbor. — On  the  shore,  pyrite  !    . 

Chalky  Hill.— Feldspar. 

Coffer  Island,  one  of  the  Wadham  group. — Chalcopyrite. 

Conception  Bay. — On  the  shore  south  of  Brigus,  bornite  and  gray  copper  in  trap. 

Bay  of  Islands. — Southern  shore,  pyrite  in  slate. 

Lawn. — Galenite,  cerargyrite,  proustite,  argentite. 

Placentia  Bay. — At  La  Manche,  two  miles  eastward  of  Little  Southern  Harbor,  gnleniu!  ; 
on  the  opposite  side  of  the  isthmus  from  Placentia  Bay,  barite,  in  a  large  vein,  occasionally 
accompanied  by  chalcopyrite. 

Shoal  Bay. — South  of  St.  John's,  chalcopyrite. 

Trinity  Bay.— Western  extremity,  barite. 

Harbor  Great  St.  Lawrence.— West  side,  fluoride,  galenite. 
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Acadialite,  832. 
Acanthite,  217. 
Achrematite,  868. 
Achroite,  308. 
Aomite,  272. 
Actdnolite,  275. 
Adamine,  Adamite,  351. 
Adelpholite,  341. 
Adular,  Adularia,  808. 
^girine,  Mgyrite,  272. 
Aerinite,  328. 
jfischynite,  340. 
Agalmatolite,  327.  880. 
Agario  mineral,  878.  . 
Agate,  264. 
Agrioolite,  280. 
Aikinite,  232. 
Akanthit,  v.  Acanthite. 
Akmit,  v.  Acmite. 
Alabandite,  215. 
Alabaster,  371. 
Alalite,  271. 
Alaun,  v.  Alum. 
Alaunstein,  374. 
Albertite,  304. 
Albite,  301. 
Alexandrite,  253. 
Algodonite,  213. 
AHpite,  329. 
Allanite,  286. 
Allemontite,  205. 
Allochroite,  t>.  Andradite. 
Alloclasite,  226. 
Allophane,  819. 
Allophite,  334. 
Almandin,  Almandite,  281. 
Alstonite,  v.  Bromlite. 
Altaite,  215. 
Alum.  Native,  373. 
Aluminite,  373. 
Alunite,  374. 
Alunogen,  373. 
Amalgam,  203. 
Amazonstone,  308. 
Amber,  393. 
Amblystegite,  268. 
Amblygonite,  347. 
Ambrite,  893. 
Ambrosine,  393. 
Amethyst,  264. 
Amianthus,  275, 328. 


Amphibole,  274. 
Analcite,  Anal  dm  e,  821. 
Anatase,  255. 
Andalusite,  309. 
Andesine,  Andesite,  800. 
Andradite,  282. 
Andrewsite,  356. 
Anglesite,  367. 
Anhydrite,  367. 
Ankerite,  380. 
Annabergite,  850. 
Annite,  291. 
Anorthite,  299. 
Antholite,  t>.  Anthophyllite. 
Anthophyllite,  273. 
Anthracite,  895. 
Anthracozenite,  893. 
Antdgorite,  329. 
Antillite,  329. 
Antimonblende,  262. 
Antimonbluthe,  tf.Valentinite. 
Antimonglanz,  210. 
Antimonite,  210. 
Antimonsilber,  212. 
Antimony,  Native,  204. 
Antimony  Glance,  210. 
Apatite,  342. 

Aphaneaite  v,  Olinoolasite. 
Aphrite,  Aphrizite,  808,  378. 
Aphrodite,  327. 
Aphrosiderite,  384. 
Aphthalose,  Aphthitalite,  368. 
Apjohnite,  373. 
Aplome,  282. 
ApophyUite,  8ia 
Aquacrepitite,  329. 
Aquamarine,  277. 
Aragonite,  383. 
Aragotite,  892. 
Arcanite,  368. 
Ardennite,  288. 
Ait vedsonite,  276. 
Argentine,  378. 
Argentite,  218. 
Arite,  221. 
Arkansite,  256. 
Arksutite,  243. 
Arquerite,  203. 
Arragonite,  388. 
Arseneisen,  v.  Leuoopyrite. 
Arseneisensinter,  v.  Pitticite. 


Arsenic,  Native,  204. 
Arsenical  Antimony,  205. 
Arienikkies,  225. 
Arsenikkupfer,  212. 
Arsennickelglanz,  224. 
Arseniosiderite,  856. 
Arsenite,  v.  Arsenolite. 
Arsenolite,  262. 
Arsenopyrite,  225. 
Asbestus,  275. 

Blue,  v.  Crocidolite. 
Asbolan,  Asbolite,  261. 
Asmanite,  266. 
Asparagns-stone,  343. 
Aspasiolite,  331. 
Asphaltum,  394. 
Aspidolite,  290. 
Astrakanite,  v.  Blodite. 
Astrophyllite,  291. 
Atacamite,  239. 
Atelestite,  356. 
Atelite,  240. 
Augite,  271. 
Aurichalcite,  388. 
Auriferous  pyrite,  199. 
Auripigmentum,  210. 
Automolite,  250. 
Autunite,  357. 
Aventurine  quartz,  264. 

feldspar,  301, 302,  308. 
Axinite,  288. 
Azorite,  337. 
Azurite,  389. 

Babingtonite,  273. 
Bagrationite,  v.  Allanite. 
Baikalite,  v.  Sahlite. 
Barnhardtite,  223. 
Barite,  365. 
Bartholomite,  373. 
Baryt,  Barytes,  365. 
Barytocalcite,  386. 
Barytooelestite,  366. 
Basanite,  265. 
Bastite,  329. 
Bastnasite,  886. 
Bathvillite,  393. 
Batrachite,  278. 
Beaumontite,  325. 
Beauxite,  259. 
Bechilite,  360. 
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Beilstein,  v.  Nephrite. 

Belonite,  110. 

Benzole,  392. 

Beraunite,  v.  Vivianite. 

Bergholz,  275. 

Bergkrystall.  v.  Quartz. 

Bergmebl,  379. 

Bergmilch,  378. 

Bergol,  301. 

Bergpech,  394. 

Bergseife,  v.  Halloysite. 

Bergtbeer,  v.  Pittasphalt. 

Bernstein,  393. 

Beryl,  277. 

Berthierite,  229. 

Berzelianite,  215. 

Beyrichite,  219. 

Bieberite,  373. 

Biharite,  331. 

Bimsstein,  v.  Pumice. 

Bindheimite,  357. 

Binnite,  229 ;   228. 

Biotite,  290. 

Biflmite,  262. 

B'smuth,  205. 

Bismuth  glance,  210. 

Bismuthinite,  210. 

Bismutite,  390. 

Bisniutoferrite,  280. 

Bittersalz,  372. 

Bitter    spar,   Bitterspath,    v. 

Dolomite. 
Bitumen,  394. 
Bituminous  coal,  395. 
Black  jack,  515. 
Bliitterorz,  Blfittertellur,  227. 
Blatterzeolith,  v.  Heulandite. 
Blaueisenerz,  v.  Vivianite. 
Blaaeisenstein,  v.  Crocidolite. 
BlauHputh,  353. 
Blei,  Gediegen,  204. 
Bleiglanz,  213. 
Blftigli-tte,  245. 
Bleigumme,    v.    Plumbogum- 

mitc. 
Bloilasur,  374. 
Blcihoruerz,  386. 
Blei  mere,  357. 
Blcir.ierite.  v.  Bindheimite. 
Bleispath,  385. 
Bleivitriol,  367. 
Blende.  215. 
BUidite.  372. 
Bloc  Stone,  264. 
Blue  V.triol,  372. 
B  >denite,  286. 
B-jr-liutter,  303. 
15. vj;  iron  ore,  259. 

ltiiingauese,  261. 
Dole,  Bolus  =  Halloysite. 
Boltonite,  278. 
Bomhiccite,  393. 
Boracite,  359. 
Borax,  359. 
Bordosite,  245. 


Bornite,  215. 
Borocalcite,  360. 
Boronatrocalcite,  859. 
Bort,  207. 
Bosjemanite,  373. 
Botallackite,  v.  Atacamite. 
Botryogen.  373. 
Botryolite,  313. 
Boulangerite,  232. 
Bournonite,  231. 
Boussingaultite,  370. 
Bowenite,  275,  328. 
Bragite,  340. 
Branderz,  v.  Idrialite. 
Brandisite,  336. 
Brauneisenstein,  258. 
Brannite,  255. 
Braunkohle,  396. 
Braunspath,  379. 
Bredbergite,  282. 
Breislakite,  v.  Pyroxene. 
Breithauptite,  221. 
Breunerite,  380. 
Brewsterite,  325. 
Brittle  silver  ore,  v.  Stephanite. 
Brochantite,  374. 
Bromargyrite,  238. 
Bromlite,  384. 
Bromsilber,  238. 
Bromyrite,  238. 
Brogniardite,  230. 
Brongnartine,  375. 
Bronzite,  268. 
Brookite,  255. 
Brown  coal,  396. 

iron  ore,  258. 

spar,  379,  380. 
Brucite,  259. 
Brushite,  349. 
Bucholzite,  309. 
Bucklandite,  280. 
Bunsenite,  245. 
Buntkupfererz,  215. 
Bustamite,  272. 
Butyrellite.  393. 
Byerite,  395. 
Bytownite,  299. 

Cacholong,  267. 
Cacoxenite,  Cacoxene,  356. 
Cairngorm  stone,  264. 
Calaite,  v.  Callaite. 
Calamine,  317;  382. 
Calaverite,  227. 

j  Calcareous  spar,  tufa,  376.  378. 
Calcite,  376. 
Calcozincite,  245. 
Calc-sinter,  378. 
Caledonite,  369. 
Callais,  Callaite,  355. 
Calomel,  238. 
Campylite,  345. 
Canaanite  =  White  Pyroxene. 
Cancrinite,  295. 
Cannel  Coal,  895. 


Capillary  pyrites,  219. 

Caporcianite,  316. 

Carbonado,  207. 

Carbon  diamantaire,  207. 

Carnallite,  239. 

Carnelian,  264.  • 

Oarpholite,  319. 

Cassiterite,  253. 

Castor,  Castorite,  273. 

Catapleiite,  317. 

Cataspilite,  331. 

CatVeye,  264 

Cavolinite,  294. 

Celadonite,  327. 

C  lestite,  Celestine,  866. 

Centrallasite,  316. 

Cerargyrite,  288. 

Cerbolite,  370. 

Cerine,  286. 

Cerite.  31  a 

Cerolite,  329. 

Cerussite,  385. 

Cervantite,  262. 

Ceylanite,  Ceylonite,  249. 

Chabazite,  322. 

Chalcanthite,  372. 

Chalcedony,  264. 

Chalcocite,  217. 

Chalcodite,  328. 

Chalcolite,  356. 

Chalcomorphite,  819. 

Chalcophanite,  261. 

Chalcophyllite.  358. 

Chalcopyrite,  222. 

Chalcosiderite,  356. 

Cbalcosine,  217. 

Chalcostibite,  22a 

Chalcotrichite,  244. 

Chalk,  378. 

ChaJybite,  381. 

Chathamite,  224. 

Chert,  265. 

Chesterlite,  304. 

Chessy  Copper,  Chessy  lite,  39i 

Chiastolite,  309. 

Childrenite,  355. 

Chiolite.  242. 

Chladnite,  268. 

Chloanthite.  223. 

Chloralluminite,  288. 

Chlor-apatite,  343. 

Chlorastrolite,  318. 

Chlorite  Group,  333. 

Chloritoid,  836. 

Chlori'spath,  336. 

Chlormagnesite.  288. 
I  Chlorooalcite,  238. 
i  Chloropal,  328. 

ChlorophsBite,  384 

Chlorophane,  241. 

Chlorophyllite,  331. 

Chlorothionite,  23a 

Chlorotile,  351. 

Chodnefflte  242. 

Chondrarsenite,  850. 
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Chondrocyte,  305. 
Cbonicrite,  333. 
Chr'smatite,  391. 
Chromeisenstein,  252. 
Chromglimmer,  v.  Fuohsite. 
Chromic  iron,  252. 
Chromite,  252. 
Chrompicotite,  252. 
Chrysoberyl,  252. 
Chrysocolla,  316. 
Chrysolite,  278. 
Chrysoprase,  204. 
Chrysotile,  828. 
Churchite,  349. 
Cinnabar,  218. 
Cinnamon  stone,  281. 
Clarite,  238. 
Claudetite,  262. 
Ciausthalite,  214. 
Clay,  329,  et  seq. 
Cleavelandite,  302. 
Clingmanite.  336. 
Clinottlase.  Clinoclasite,  853. 
Clinochlore,  334. 
Clinotramite,  306. 
Clinionite,  336. 
Cbanthite,  224. 
Coal,  Mineral,  395. 

Boghead,  396. 

Brown,  398. 

Cannel,  395. 
Cobalt  bloom,  850. 
Cobalt  glance,  224. 
Cobaltine,  Cobaltite,  224. 
Coccolite.  271. 
Coke,  395. 

Cilestine,  v.  Ce!estite. 
Coeruleolactibe,  354. 
Collyrite,  319. 
Colophonite,  282. 
Columbite,  338. 
Comptomte,  320. 
Connellite,  869. 
Cookeite,  832. 
Copal,  Fossil,  393. 
Copaline,  Copalite,  393. 
Copiapite,  373. 
Copper,  Native,  203. 
Copper  glance,  217. 
Copper  mica,  353. 
Copper  nickel,  220. 
Copper  pyrites,  222. 
Copper- vitriol,  v.  Chaloanthite. 
Copperas,  372. 
Coprolites,  344. 
Coquimbite,  373. 
Cordierite,  289. 
Cornwallite,  352. 
Corundellite,  336. 
Corundophilite,  386. 
Corundum,  245,. 
Corynite,  225. 
Cosalite,  230. 
Cossaite,  332. 
Cotunnite,  239. 


Covelline,  CovelHte,  227. 
Crednerite.  256. 
Crichtonite,  248. 
Crocidolite,  276. 
Crocoite,  Crocoisite,  363. 
Cronstedtite,  335. 
Crookesite.  213. 
Cryolite,  242. 
Cryophyllite,  293. 
Cryptohalite,  242. 
Cryptolite,  842. 
Cryptomorphijbe,  860. 
Cuban,  Cubanite,  223. 
Culsageeite,  333. 
Cummingtonite,  275. 
Cuprocalcite,  389. 
Cuprite,  244. 
Cupromagnesite,  373. 
Cuproscheelite,  362. 
Cuprotungstite,  862. 
Cyanite,  310. 
Cyanochalcite,  317. 
Cyanotrichite,  375. 
Cymatolite,  327. 

Damourite,  331. 
Danaite,  226. 
Danalite,  280. 
Danburite,  289. 
Datholite,  Datolite,  312. 
DaubrSeUte,  220. 
Daubreite,  240. 
Davidsonite,  277. 
Davyne,  Davina,  294. 
Dawsonite,  388. 
Dechenite,  345. 
Degeroite,  332. 
Delessite,  334. 
Delvauxite,  v.  Dufrenite. 
Demidoffite,  317. 
Derbyshire  spar,  t>.  Fluorite. 
Descloizite,  345. 
Desmine,  324. 
Dewalquite,  288. 
Deweylite,  329. 
Diabantachronnyn,  333. 
Diabantite,  333. 
Diaclasite,  269. 
Diadochite,  357. 
Diallage,  Green,  271. 
Diallogite,  Dialogite,  381. 
Diamond,  206. 
Dianite,  v.  Columbite. 
Diaphorite,  230. 
Diaspore,  257. 
Dichroite,  289. 
Dihydrite,  352. 
Dimorphite,  210. 
Dinite,  392. 
Diopside,  271. 
Dioptase,  279. 
Dipyre,  294. 

Discrasite,  v.  Dyscrasite. 
Disterrite  =  Brandisite. 
Disthene,  310. 


Ditroyte,  295. 
Dog-Tooth  Spar,  378. 
Dolerophanite,  368. 
Dolomite,  379. 
Domeykite,  212. 
Doppelspath,  377. 
Dopplerite,  393. 
Dreelite,  388. 
Dry-bone,  382. 
Dudleyite,  336. 
Dufrenite,  856. 
Dufrenoysite,  229. 
Durangite,  348. 
Duxite,  398. 
Dyscrasite,  212. 
Dysluite,  250. 
Dysodile,  393. 
Dysyntribite,  831. 

Earthy  Cobalt,  261. 
Edenite,  275. 
Edingtonite,  319. 
Edwardsite,  v.  Monazite. 
Ehlite,  352. 
Eisenbluthe,  383. 
Eisenglanz,  246. 
Eisenglimmer,  247. 
Eisenkies,  221. 
Eisenkiesel,  v.  Quarts. 
Eisenrose,  247. 
Eisensinter,  a.  Pittioite. 
Eisenspath,  381. 
Eisspath,  304. 
Ekebergite,  294. 
Ekmaunite,  332. 
ElaBolite,  294. 
Elaterite,  392. 
Electrum,  199. 
Embolite,  238. 
Embrithite,  v.  Boulangerite. 
Emerald,  277. 
Emerald  nickel,  388. 
Emery,  246. 
Emplectite,  228. 
Enargite.  235. 
Enceladite,  a.  Warwiokite. 
Enstatite,  268. 
Enysite,  375. 
Eosite,  363. 
Ephesite,  332. 
Epiboulangerite,  232. 
Epidote.  285. 
Epigenite.  236. 
Epistiibite,  325. 
Epsom  Salt,  Epsomite,  372. 
Erbsenstein,  378. 
Erdkobalt,  261. 
Erdol,  394. 
Erdpech,  394. 
Eremite,  v.  Monazite. 
Erinite„352. 
Erubescite,  215. 
Erythrite,  350. 
Erythrosiderite,  239. 
Esmarkite,  331. 
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Essonite,  282. 
Ettringite,  373. 
Eucairite,  213. 
Euchroite,  351. 
Euclage,  311. 
Eucolite,  277. 
Eudialyte,  Eudyalite,  277. 
Eudnophite,  322. 
Eugenglanz,  v.  Polybasite. 
Eukairite,  v.  Eucairite. 
Euklas,  311. 
Eulytine,  Eulytite,  280. 
Eumanite.  256. 
Euosmite,  393. 
Euphyllito,  33*3. 
Euxenite,  340. 

Fahlerz,  233. 

Fahlunite,  331. 

Famatinite,  236. 

Faserquartz,  276. 

Fassaite,  271. 

Faujasite,  322. 

Fauserite,  372. 

Fayalite,  278. 

Feather  ore,  229. 

Federerz,  229. 

Feitsui,  287. 

Feldspar  Group,  297. 

Felsite,  301,  304. 

Feldspath,  v.  Feldspar. 

Ferguaonite,  340. 

Ferroilmenite,  338. 

Feuerblende,  280. 

Feuerstein,  265. 

Fibroierrite,  873. 

Fibrolite,  309. 

Fichtelite,  892. 

Fiorite,  267. 

Fireblende,  230. 

Flint,  265. 

Float-stone,  267. 

Flos  feri,  383. 

Fluellite,  242. 

Fluocerite,  242. 

Fluor-apatite,  843. 

Fluor,  Fluorite,  24*1. 

Fluor  Spar,  241. 

Flussapath,  241. 

Foliated  tellurium,  v.  Nagya- 

gite. 
Fontainebleau  limestone,  378. 
Foresite,  325. 
Forsterite,  278. 
Fowlerite,  272. 
Franoolite,  843. 
Frankliuite,  251. 
.  Freibergite,  233. 
Freieslebenite,  230. 
Frenzelite,  211. 
Friedelite,  280. 
Fuchsite,  292. 

Gadolin,  Gadolinite,  287. 
Gahnite,  250. 


Galena,  Galenite,  213. 
Galmei,  317,  382. 
Garnet,  280. 
Garnierite,  329. 
Gastaldite,  276. 
Guanovulite,  870. 
Gay-LuBsite,  387. 
Gearksutite,  243. 
Gehlenite,  309. 
Geierite,  v.  Geyerite. 
Gekrosstein,  867. 
Gelbbleierz,  862. 
Genthite,  329. 
Geooerite.  392. 
Geomyricite,  392. 
Gcocronite,  235. 
Gersdorffite,  224. 
Geyerite,  226. 
Geyserite,  267. 
Gibbsite,  260. 
Gieseckite,  330:  295. 
Gigantolite,  331. 
Gilbertite,  331. 
Gillingite,  332. 
Girasol,  267. 

Gismondine,  Gismondite,  819. 
Glanzkobalt,  v.  Gobaltite. 
Glaserite,  v.  Aroanite. 
Glaserz,  Glanzerz,   v.  Argen- 

tite. 
Glauber  salt,  370. 
Glauberite,  369. 
Glauoodot,  226. 
Glaaconite,  327. 
Glaucophane,  276. 
Glimmer,  v.  Mica. 
Globulites,  110. 
Gmelinite,  828. 
Gold,  199. 

Goldtellur,  v.  Sylvanite. 
Goshenite,  277. 
Goslarite,  373. 
Gothite,  258. 
Grahamite,  894. 
Grammatite,  275. 
Granat,  280. 
Graphic  tellurium,  226. 
Graphite,  20& 

Graukupfererz,  t.  Tennantite. 
Gray  antimony,  210. 

copper,  233. 
Greenockite,  220. 
Greenovite,  818. 
Grenat,  v.  Garnet. 
Grochauite,  335. 
Grossularite,  281. 
Grimauite,  215. 
Grunbleierz,  344. 
Guadalcazarite,  219. 
Guanajuatite,  211. 
Guano,  343. 
Guarinite,  814. 
Gttmbelite,  831. 
Guyaquillite,  898 
Gymnite,  329. 


Gyps,  v.  Gypsum. 
Gypsum,  870. 
Gyrolite,  816. 

Haarkies,  219;  225. 
Haarsalz,  373. 
Hafnefiordite,  301. 
Hagemannite.  243. 
Haidingerite,  349. 
Halite,  237. 
Hallite,  333. 
Halloysite,  330.. 
Halotrichite,  378. 
Hamartite,  386. 
Harmotome,  324. 
Harrisite,  218. 
Hartite,  392. 

Hatchettite,  Hatchetiane,  892. 
Hauerite,222. 
Hausmannite,  255. 
Haiiyne,  Haiiynite,  296. 
HaydeDite,  322. 
Haytorite,  313. 
Heavy  spar,  365. 
Hebronite,  348. 
Hedenbergite,  271. 
Hedyphane,  345. 
Heliotrope,  264. 
Helvin,  Helvite,  280. 
Hematite,  246. 

Brown,  258. 
Henwoodite.  856. 
Hercynite,  250. 
Herderite,  348. 
Hermannolite.  339. 
Herschelite,  322. 
Hessite,  216. 
Hessonite,  «.  Essonite, 
Heteromornhite,  v.  Jameson- 

ite. 
Houlandite,  325. 
Hcxagonite,  276. 
Hielmite,  339. 
Highgate  resin,  393. 
Hisingerite,  332. 
Hoernesite,  349. 
Holzopal,  r.  Wood  Opal. 
Holz-Zinn,  253. 
Honey-stone,  HonigBtein,  390. 
Horbachite,  219. 
Hornblende,  274. 
Horn  silver,  238. 
Hornstone,  265. 
Horse-flesh  ore,  v.  Bornite. 
Hortonolite,  27a 
Houghite,  260. 
Hovite,  388. 
Howlite,  360. 
Huantajayite,  237. 
Hubnerite,  361. 
Humboldtine,  390. 
HumboldtiUte,  284. 
Humboldtite,  312. 
Humite,  305,  306. 
Hureaulite,  350. 
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Huronite,  331. 
Hyacinth,  282,  283. 
Hyalite,  207. 
Hyalophane,  300. 
Hyalosiderite.  278. 
Hydrargillite,  260. 
Hydrargyrite,  245. 
Hydraulic  limestone,  378. 
Hydrocuprite,  B44. 
Hydrocyanite,  308. 
Hydrodolomite,  388. 
Hydrofluorite,  242. 
Hydromagnesite,  387. 
Hydro -mica  Group,  331. 
Hydrophioe,  329. 
Hydrotalcite,  260. 
Hydrotitanite,  249. 
Hydrozincite,  388. 
Hygrophilite,  331. 
Hypargyrite,  228. 
Hyperathene,  268. 
Hypochlorite,  280. 

Ice  spar,  303. 
Iceland  spar,  377. 
Idocrase,  283. 
Idrialitie,  Idrialite,  392. 
Ihlcite,  373. 
Ilmeuite,  247. 
Ilsemannite,  262. 
Ilvaite,  287. 
Indianite,  299. 
Indicolite,  308. 
Iodargyrite,  238. 
Iod*ilber,  238. 
Iodyrite,  238. 
Iolite,  289. 
Iridosmine,  202. 
Iron,  2C4. 
Iron  pyrites,  221. 

Magnetic,  21  a 

White,  225. 
Ironstone,  Clay,  247.  259. 
Iserine,  Iserite,  248. 
Isoclasite,  351. 
Itaeoluinyte,  207. 
Ivigtite,  332. 
Ixolyte,  392. 

Jacob8ite,  250. 
Jade,  Common,  275. 
Jadeite,  387. 
Jamesonite,  229. 
Jargon,  283. 
Jas]>er,  205. 
Jaulingite,  393. 
Jefferiaite,  333. 
Jeffensonite,  271. 
Jenkinsite,  329. 
Jet,  396. 
Johaunite,  375. 
Jollyte,  332. 
Jordanite,  229. 
Joseite,  211. 
Julianite,  234 

31 


N.  B. — Many  names  spelt 
with  an  initial  K  in  German, 
begin  with  C  in  English. 

Kalait,  355. 
Kaliglimmer,  291. 
Kalinite,  373. 
Kalk-Harmotome.  v.  Phillips  - 

ite. 
Kalk-uranit,  357. 
Kalkspath.  376. 
Kalk-volborchit,  352. 
Kallait,  355. 
Kaluszite,  372. 
Kammererite,  333. 
Kummkies,  225. 
Kaolin,  Kaolinite,  329. 
Karelinite,  262. 
Katzenauge,  264. 
Keatingine,  273. 
Keilhanite,  314. 
Kenngottite,  228. 
Kerargyrite,  238. 
Kermes,  Kermesite,  262. 
Kerolith,  v.  Cerolite. 
Kerrite,  333. 
Kiesel,  v.  Quartz. 
Kieselkupfer,  316. 
Kiesel wismuth,  280. 
Kieselzinkerz,  317. 
Kieserite,  372. 
KiUinite,  331. 
Kischtimite,  386. 
Kjerulfine,  346. 
Klaprotholite,  229. 
Klinochlor,  334. 
Knebelite,  278. 
Kobaltbluthe,  350. 
Kobaltglanz,  224. 
Kobaltkies,  v.  Linnseite. 
Kobaltnickelkies,  223. 
Kobellite,  232. 
Kochelite,  341. 
Kochsalz,  237. 
Kohle,  o.  Coal. 
Kokkolit,  o.  Coocolite. 
Kongsbergite,  203. 
Konigine,  374. 
Konlite,  392. 
Koppite,  337. 
Korarf veite,  346. 
Kottigite,  350. 
Korund,  v.  Corundum. 
Kotschubeite,  335. 
Koupholite,  318. 
Krantzite,  393. 
Kreittonite,  250. 
■  Kremersite,  239. 
Krisuvigite.  375. 
Kronkite,  375. 
Kupferantimonglanz,  228. 
Kupferbleispath,  374. 
Kupferglanz,  217. 
Kupferglimmer,  353. 
Kupf erindig,  227. 


Kupferkies,  222. 
Kupferlasur,  389. 
Kupfernickel,  220. 
Kupfersammterz,  375. 
Kupferschaum,  352. 
Kupferschwiirzo,  245. 
Kupfferite,  274. 
Kupfer-uranit,  356. 
Kupfer-vitriol,  372. 
Kupferwismuthglanz,  228. 
Kyanite,  310. 

Labradorite.  299. 
Labrador  feldspar,  299. 
Lagonite,  360. 
Lampadite,  261. 
Lanarkite,  369. 
Langite,  375. 
Lanthanite,  388. 
Lapis -lazuli,  296. 
Larderellite,  360. 
Lasnrstein,  296. 
Latrobite,  t>.  Anorthite. 
Laumonite,  Laumontite,  316. 
Laurite,  225. 
Laxmannite,  364. 
Lazulite,  353. 
Lead,  204. 
Leadhillite,  368. 
Leberkies,  v.  Marcasito. 
Lecontite,  370. 
Ledererite,  323. 
Lederite,  314. 
Lehrbachite,  215. 
Leopoldite,  238. 
Lepidolite,  292. 
Lepidomelane.  291. 
Lesleyite,  332. 
Lettsomite,  375. 
Leuoaugite.  271. 
Leuchtenbergite,  335. 
Leucite,  290. 
Leucopetrite,  393. 
Leucophanite,  278. 
Leucopyrite,  220. 
Leviglianite,  219. 
Levyne,  Levynite,  321. 
Lherzolybe,  249. 
Libethenite,  351. 
Liebigite,  390. 
Lievrite,  287. 
Lignite,  396. 
Ligurite,  314. 
Limbachite,  329. 
Limestone,  378,  379. 
Limonite,  258. 
Linarite,  374. 
Linnasite,  223. 
Linsenerz,  352. 
Liroconite,  352. 
Lithionglimmer.  292. 
Lithographic  Stone,  378. 
Lithomarge,  330. 
Liyingstonite,  210. 
Loganite,  334. 
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Lollingite,  226. 
Loweite,  372. 
Lowigite,  374. 
Loxoclase,  304. 
Ludlamite,  350. 
Ludwigite,  358. 
Liineburgite,  860. 
Luzonite,  236. 
Lydian  atone,  265. 

Macle.  309. 
Maconite,  333. 
Magnesioferrite,  251. 
Magnesite,  380. 
Magneteisenstein,  250. 
Magnetic  iron  ore,  250. 
^Magnetic  pyrites,  219. 
Magnetite,  250. 
Magnetkies,  219. 
Magnoferrite,  251. 
Malachite,  Blue,  889. 

Green,  389. 
Malacolite,  271. 
Maldonite,  199. 
Malinowskite,  234. 
Manganblende,  v.  Alabandite. 
Mangauepidot,  286. 
Manganglanz,  215. 
Manganite,  258. 
Manganocalcite,  384. 
Manganophyllite,  290. 
Manganspath,  381. 
Marble,  378. 

Verd-antiqne,  328. 
Marcasite,  225.    k 
Margarite,  335. 
MargariteB,  11$. 
Marsarodite,  331  ;  292. 
Margarophyllites,  326,  et  8eq. 
Marialite,  294. 
Marionite,  388. 
Marmatite,  216. 
Marmolite,  328. 
Marti  be,  247. 

Mascagniue,  Mascagnite.  370. 
Maskelynite,  300. 
Masonite,  336. 
Massicot,  245. 
Matlockite,  240. 
Maxito,  369. 
Medjidite,  375. 
Meerschaum,  :>27. 
Megabasite,  361. 
Mmonite,  293. 
Meiaconite,  245. 
Melanglanz,  v.  Stephanite. 
Melanite,  282. 
Melanochroite,  864. 
Melanophlogite,  267. 
MelanoHiderite,  259. 
Melantcrite.  373. 
Melilite,  Melliiite,  284. 
Melinophane,  278. 
Meliphanite,  278. 
Mellite,  390. 


Melonite,  227. 
Menaccanite,  247. 
Mendipite,  240. 
Mendozite,  373. 
Meneghinite.  234. 
Mengite,  340. 
Mennige,  255. 
Mercury,  Native,  202. 
Mesitine,  Mesitdte,  381. 
Mesolite,  321. 
Mesotype,  820. 
Metabrushite,  349. 
Metacinnabarite,  219. 
Metaxite,  329. 
Meymacite,  202. 
Miargyrite,  227. 
Mica  Group,  289. 
Michaelsonite,  286. 
Microcline,  304. 
Microlite,  337. 
Microphlyllites,  Microplakites, 

300. 
Microsonimite,  295. 
Middletonite,  393. 
Mikroklin,  v.  Microcline. 
Millerite,  219. 
Mimetene,  Mimctite,  344. 
Mimetese,  Minetesite,  344. 
Mineral  coal,  395. 

oil,  391. 

pitch,  394. 

tar,  891. 
Minium,  255. 
Mirabilite,  370. 
Mispickel,  225. 
Misy,  373. 
Mizzonite,  294. 
Molybdunglanz,  211. 
Molybdanocker,  262. 
Molybdenite,  211. 
Molybdite,  262. 
Molysite,  239. 
Monazite,  346. 
Mondstein,  v.  Moonstone. 
Monimolite,  348. 
Monrolite,  310. 
Montanite,  375. 
Montebrasite,  348. 
Monticellite,  278. 
Montmartite,  v.  Gypsum. 
Montmorillonite,  327. 
Moonstone,  301,  302,  303. 
MorenoBite,  373. 
Moroxite,  343. 
Mosandrite,  287. 
Mottramite,  352. 
Mountain  cork,  275. 

leather,  275. 
Muromontite,  286. 
Muscovite,  291. 
Miisenite,  v.  Siegenite. 

Nadeleisenerz,  258. 
Nadelerz,  232. 
Nadelzeolith,  320. 


Nadorite,  348. 
Nagyagite,  227. 
Namaqualite,  260. 
Nantokite,  238. 
Naphtha,  391.    . 
Napthaline,  392* 
Natrolite,  320. 
Natron,  387. 
Natronborocalcite,  350. 
Naumannite,  213. 
Needle  ore,  tf.  Aikinite, 
Nemalite,  260. 
Neotokite,  832. 
Nepheline,  Nephelite,  294. 
Nephrite,  275. 
Newjanskite,  202. 
Newportite,  336. 
Niccolite,  220. 

Nickel  glance,  c.  Gersdorffite. 
Nickelarsenikglanz,  224. 
Nickelarsenikkies,  224. 
Nickelblttthe,  350 
Nickelglanz,  o  Gersdorffite. 
Nickel-Gymnite,  329. 
Nickelkies,  219. 
Nickelsmaragd,  388. 
Niobite,  338. 
Nitre,  357. 
Nitrocalcite,  357. 
Nitroglauberite,  357. 
Nitromagnesite,  357. 
Nohlite,  340. 
Nontronite,  328. 
Nosean,  Nosite,  296. 
Noumeite,  329. 
Nuttalite,  v.  Wemerite. 

Ochre,  red,  247. 
Octahedrite,  255. 
(Ellacherite,  332. 
Okenite,  316. 
Oldhamite.  213. 
Oligoclase,  301. 
Olivenite,  351. 
Olivine,  278. 
Onyx,  265. 
Oolite,  378. 
Opal,  266. 
Ophiolite,  828,  380. 
Orangite,  318. 
Orpiment,  209. 
Orthite,  286. 
Orthoclase,  303. 
Osmiridium,  202. 
Osteolite,  343. 
Ottrclite,  336. 
Ouvarovite,  282. 
Owenite,  336. 
Ozarkite,  320. 
Ozocerite,  Ozokerit,  392. 

Pachnolite,  243. 
Pagodite,  327,  330. 
Paisbergite,  272. 
Palagonite,  331. 
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Palladium,  Native,  202. 
Paraffin,  891. 
Paragonite,  332. 
Parankerite,  380. 
Paranthite,  2j)4. 
Parasite,  v.  Boracite. 
Parathorite.  318. 
P.irgasite,  275. 
Parisite,  386. 
Parophite,  331. 
Pattersonite,  886. 
Pealite,  267. 

Pearl-mica,  v.  Margarite. 
Pearl -spar,  879. 
Pechkohle,  395. 
Pechopal,  267. 
Pectolite,  315. 
Peganite,  356. 
Pegmatolite,  v.  Orthoclase. 
Pelhamite,  333. 
Pencatite,  388. 
Pennine,  Penninite,  333. 
Percylite,  240. 
Periclase,  Periclasite,  245. 
Peridot,  278  ;  308. 
Pericline,  Periklin,  302. 
Peristerite,  802. 
Perlglinimer,  335. 
Perthite,  804. 
Perofskite,  248. 
Perowskit,  248. 
Petalite,  273. 
Petroleum,  391. 
Petzite,  217. 
Phacolite,  322. 
Pharmacolite,  348. 
Pharmacosideribe,  354. 
Phenacite,  Phenakit,  279. 
Phillipite,  375. 
Phillipsite,  323. 
Phlogopite,  290. 
Phojnicochroite,  364. 
Pholerite,  330. 
Phosgenite,  386. 
Phosphocerite,  342. 
Phosphochalcibe,  352. 
Phosphochromite,  364. 
Phosphorite,  343. 
Phyllite,  336. 
Physalite,  311. 
Piauzite,  394. 
Pickeringite,  373. 
Piootite,  249. 
Picrolite,  320. 
Picromerite,  372. 
Picropharmacolite,  349. 
Pictite,  314. 
Piedmontite,  286. 
Pihlite,  327. 
PiliDite,  322. 
Pimelite,  829. 
Pinite,  330. 
Pisanite,  373. 
Pisolite.  378. 
Pistacite,  Piatazit,  285. 


Pistomesite,  381. 
Pitchblende,  252. 
Pittasphalt,  391. 
Pitticite,  Pittirit,  357. 
Plagioclase,  297. 
Plagionite,  229. 
Plasma,  264. 
Plaster  of  Paris,  371. 
Platinum,  Native,  201 . 
Platiniridium,  202. 
Pleonaste,  v.  SpineL 
Plumbago,  208. 
Plumallophane,  319. 
Plum bogum mite,  355. 
Plumbostib,  v.  Boulangerite. 
Polianite,  256. 
Pollucite,  Pollux,  277. 
Polyargite,  331. 
Polyargyrite,  235. 
Polybasitc,  235. 
Polycrase,  340. 
Polychroilite,  331. 
Polyhalite,  371. 
Polymiguite,  340. 
Poonahlite,  321. 
Porcellophite,  329. 
Prase,  204. 
Prasine,  352. 
Praseolite,  331. 
Predazzite,  388. 
Pregattite,  332. 
Prehnite,  818. 
Priceite,  860. 
Prochlorite,  335. 
Proidonite,  242. 
Prosopite,  243. 
Protobastite,  268. 
Proustite,  231. 
Prussian  blue,  Native,  350. 
Przibramite,  216,  258. 
Pseudocotunnite,  239. 
Pseudomalachite,  352. 
Pseudophite,  334. 
Psilomelane,  260. 
Psittacinite,  352. 
Pucherite,  345. 
Purple  copper.  215. 
Pycnite,  v.  Topaz. 
Pyrallolite,  326. 
Pyrargillite,  331. 
Pyrargvrite,  230. 
Pyreneite.  282.  m 
Pyrgoni,  271. 
Pyrite,  221. 
Pyrites,  Arsenical,  225. 

Auriferous,  199. 

Capillary,  219. 

Cockscomb,  225. 

Copper,  222. 

Iron,  221. 

Magnetic,  219. 

Radiated,  225. 

Spear,  225. 

White  iron,  225. 
Pyrochlore,  337. 


Pyrochroifce,  260. 
Pyroconite,  243. 
Pyrolusite,  256. 
Pyromorphite,  344. 
Pyrope,  281. 
Pyrophyllite,  327. 
PyropiBsite,  392. 
Pyroretinite,  893. 
Pyrosclerite,  333. 
Pyrosmalite,  318. 
Pyrostilpnite,  230. 
Pyroxene,  270. 
Pyrrhite,  337. 
Pyrrhosiderite,  258. 
Pyrrhotite,  219. 

Quartz,  262. 

Quecksilberbranderz,  392. 
Quecksilberhornerz,  238. 
Quicksilver,  202. 

Radelerz,  231. 
Radiated  pyrites,  225. 
Rairaondite,  373. 
Ralstonite,  243. 
Ratofkite,  241. 
Rauite,  320. 
Raumite,  331. 
Realgar,  209. 
Red  copper  ore,  244. 

hematite,  247. 

iron  ore,  247. 

ochre,  24  7. 

silver  ore,  230,  231, 

zinc  ore,  244. 
Refdanskite,  329. 
Remingtonite,  388. 
Rensselaerite,  326. 
Resanite,  317. 
Resin,  Mineral,  393. 
Restormelite,  331. 
Retinalite,  329. 
Retinite,  393. 
Reussinite,  393. 
Rhaetizite,  310. 
Rhagite,  355. 
Rhodochrosite,  381. 
Rhodonite,  272. 
Rhomb-spar,  379. 
Rhyacolite,  304. 
Rionite,  234. 
Ripidolite,  334. 
Rittingerite,  230. 
Rivotite,  348. 
Rock  cork,  v.  Hornblende. 
crystal,  264. 
meal,  379. 
milk,  373. 
salt,  237. 
Roemerite,  873. 
Rcepperite,  278. 
Roesslerite,  349. 
Rogenstein,  378. 
Romeine,  Romeite,  348. 
Roscoelite,  345. 
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Rose  quartz,  264. 
Roselite,  350. 
Rosthornite,  393. 
Rosite,  831. 
Rothbleierz,  363. 
Rotheisenerz,  246. 
Rothgiiltigerz,  230,  231. 
Rothkupfererz,  244. 
Rothnickelkies,  220. 
Rothoffite,  281. 
Rothzinkerz,  244. 
Rubellite,  308. 
Ruby,  Spinel,  Almandine,  249. 

Oriental,  246. 
Ruby -blende,  v.  Pyrargyrite. 
Rubv  silver.  230,  231. 
Rutherfordite,  340. 
Rutile.  254. 
Ryacolite,  v.  Rhyacolite. 

Sahlite,  271. 
Sal  ammoniac,  238. 
Salmiak.  238. 
Salt,  Common,  237. 
Samarskite,  339. 
Sammetblende,  258. 
Sanidin,  303. 
Saponite,  330. 
Sapphire,  246 ;  308. 
Sarcolite,  294. 
Sareopside,  347. 
Sard,  205. 
Sardonyx,  265. 
Sartorite,  228. 
Saasolite,  Sawolin,  358. 
Satin-spar,  371,  378,  383. 
Saussurite,  2^7. 
Savite,  v.  Natrolite. 
Scapolite  Group,  293. 
Schaumspath,  378. 
Scheelite,  362. 
Scheererite,  391. 
Schieferspath.  378. 
Schilfgiaserz,  230. 
Schiller-spar.  329. 
Schirmerite,  229. 
Schmirgel,  246. 
Schorlomite,  315. 
Schraufite,  393. 
Schreiberaite,  220. 
Schrifterz,  Schrift-tellur,  226. 
Schrockeringite,  890. 
Schuppenstein,  293. 
Schwartzembergite,  240. 
Sohwarzkupfertvrz,  245. 
Schwatiite.  233. 
Schwetelkies,  221. 
Schwerapath,  865. 
Scleretinite,  398. 
Scleroclaae,  228. 
Scolecite,  Scolezite,  321. 
Scorodite,  353. 
Seebachite,  322. 
Selenblei,  214. 
Selenite,  371. 


Selenquecksilber,  215. 
Sellaite,  242. 
Semeline,  313. 
Senarmontite,  262. 
Sepiolite,  327. 
Serpentine,  328. 
Seybertite,  336. 
Shepardite,  220. 
Siderite.  381. 
Siegbnrgite,  393. 
Siegenite,  223. 
Silaonite,  211. 
Silberamalgam,  203. 
Silberglanz,  213. 
Silberhornerz,  238. 
Silberkupferglanz,  218. 
Silex,  v.  Quartz. 
Silicified  wood,  264. 
Siliceous  sinter,  265.  267. 
Silicoborocalcite,  360. 
Sillimanite,  309. 
Silver,  201. 
Silver  glance,  213. 
Simony ite,  372. 
Sinter,  Siliceous,  265,  267. 
Sismondine,  336. 
Sisserkite,  202. 
Skapolith,  v.  Scapolite. 
Skleroklas,  v.  Sartorite. 
Skolezit,  fl.  Scolecite. 
Skutterudite,  224 
Smaltine,  Smaltite,  223. 
Smaragdite.  275.     • 
Smectite,  327. 
Smithsonite,  382. 
Soapstone,  "iVZ^. 
Soda  nitre,  359. 
Sodalite,  295. 
Sonnnite,  294. 
Sonneiifit&in,  p.  Snnstone. 
Spargelstein,  843. 
Spathic  iron,  381. 
Spathiopyrite,  224. 
Spear  Pyrites,  225. 
Speckstein,  326  ;  330. 
Specular  Iron,  246. 
Speerkies,  225. 
Spessartite,  282. 
Speiskobalt,  223. 
Sphajrosiderite,  381. 
Sphserostilbite,  324. 
Sphalerite,  215. 
Sphene,  313. 
Spiauterite,  220. 
Spinel,  249. 
Spinthere,  313. 
Spoduraene,  278. 
Sprodglaserz,  284. 
Sprudelstein,  383. 
Staff  elite,  v.  Phosphorite. 
Stalactite,  378. 
Stalagmite,  378. 
Stanekite.  393. 
Stannite,  223. 
Staurolite,  Staurotide,  314. 


Steatite,  826. 
Steinkohle,  395. 
Steinmark,  330. 
Steinol,  391. 
Steinsalz.  237. 
Stephanite,  284. 
Sterlingite,  332. 
Sternbergite,  218. 
Stibioferrite,  848. 
Stibnite,  210. 
Stilbite,  324 ;  325. 
Stilpnomelane.  327. 
Stolzite,  362. 
Strahlerz,  352. 
Strahlkies,  225. 
Strahlstein,  275. 
Strahlzeolith,  v.  Stilbite. 
Strigovite,  335. 
Stromeyerite,  218. 
Strontianite,  384. 
Struvite,  349. 
Stylotyp,  Stylotypite,  232. 
Succinellite,  393. 
Succinite,  392. 
Sulphur,  Native,  206. 
Sunstone,  301,  303. 
Susannite,  369. 
Sussexite,  358. 
Sylvanite,  226. 
Sylvine,  Sylvite,  238. 
Syngenite,  372. 
Szaibelyte,  358. 

Tabergite,  334. 
Tabular  ppar,  269. 
Tachhydrite,  239. 
Tafelspath,  269. 
Tagilite,  351. 
Talc,  326. 
Tallingite,  240. 
Tantalite,  337. 
Tapalpite,  217. 
Tapiolite,  339. 
Tasmanite,  393. 
Tellur,  Gediegen,  205. 
Tellurbismuth,  211. 
Tellurium,  Bismuthic,  211. 

Foliated,  227. 

Graphic,  226. 

Native,  205. 
Tellursilber,  216. 
Tellurwismuth,  211. 
Tengerite,  388. 
Tennantite,  234. 
Tenorite,  245. 
Tephroite,  278. 
Tcsseralkies,  224. 
Tetradyrmte,  211. 
TetraheJrite,  233. 
Thenardite,  368. 
Thomsenolite.  243. 
Thomsonite,  820. 
Thorite,  318. 
Thulite,  287. 
Tharingite,  336. 
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Tiemannite,  215. 
Tile  ore,  244. 
Tin,  Native,  204. 
Tin  ore,  Tin  Stone,  253. 
Tin  pyrites,  t>.  Stannite. 
Tinkal,  359. 
Titaneisen,  247. 
Titanic  iron,  247. 
Titanite,  313. 
Tiza,  v.  Ulexite. 
Tocornalite,  238. 
Topaz,  310. 

False,  264. 
Topazolite,  282. 
Torbanite.  390,  393. 
Torbernite,  Torberite,  356. 
Tourmaline,  307. 
Travertine,  378. 
Tremolite,  275. 
Trichite,  110. 
Triclasite,  331. 
Tridymite,  266. 
Triphylite,  Triphyline,  847. 
Triplite,  347. 
Tripolite,  267. 
Tritomite,  318. 
Trogerite,  357. 
Troilite,  220. 
Trooa,  386. 
Troostite,  279. 
Tsoheffkinite,  314. 
Tschermakite,  301. 
Tschermigite.  873. 
Tufa,  Calcareous,  878. 
Tungstite,  262. 
Turgite,  257. 
Turmalin,  307. 
Turnerite,  346. 
Turquois,  355. 
Tyrite,  340. 
Tyrolite,  352. 

Ulexite,  359. 
TJllmannite,  225. 
Ultramarine,  296. 
Unionite,  287. 
Uraconise,  Uraconite,  875. 
Uranglimmer,  356,  357. 
Uranin,  Uraninite,  252. 
Uranite,  856,  367. 
Urankalk,  390. 
Uranmica,  856,  357. 
Uranochalcite,  375. 
Uranophane,  319. 
Uranospinite,  857. 
Uranotantalite,  889. 
Uranotile,  319. 


Uranpecherz,  252. 
Urao,  387. 
Urpethite,  391. 
Uwarowit,  282. 

Vaalite,  333. 
Valentinite,  262. 
Vanadinite,  345. 
Vauqueline,  Vauquelinite,  364. 
Verd-antique,  328. 
Vermiculite,  333. 
Vesuvianite.  283. 
Veszelyite,  351. 
Victorite,  268. 
Villarsite,  318. 
Vitreous  copper,  217. 
silver,  213. 
Vitriol,  Blue,  872. 
Vivianite,  349. 
Voglianite,  375. 
Voglite,  390. 
Volknerite.  260. 
Volborthite,  352. 
Voltaite,  373. 
Vorhauserite,  329. 
Vulpinite,  367. 

Wad,  261. 
Wagnerite,  346. 
Walchowite,  393. 
Walpurgite,  357. 
Wapplerite,  349. 
Warringtonite,  374. 
Warwickite,  360. 
Wavellite,  354. 
Websterite,  v.  Aluminite. 
Wehrlite,  211. 
Weissbleierz,  385. 
Weissite,  331. 
Weisspiessglaserz,  262. 
Wernerite,  294. 
Werthemanite,  374. 
Westanite,  310. 
Wheelerite,  393. 
Wheel-ore,  231. 
Whewellite,  390. 
Whitneyite,  213. 
Wichtine,  Wichtisite,  277. 
WiUcoxite,  336. 
Willemite,  279. 
Williamsite,  329. 
Wilsonite,  331. 
Winklerite,  350. 
Winkworthite,  360. 
Wiserine,  25"),  342. 
Wismuth,  Gediegen,  205. 
Wismuthglanz,  210. 


Wismuthocker,  262. 
Wismuthspath,  390. 
Witherite,  384. 
Wittichenite,  282. 
Wocheinite,  259. 
Wohlerite,  278. 
Wolfachite,  225. 
Wolfram,  361. 
Wolframite,  361. 
Wollastonite.  269. 
Wollongongite,  394. 
Wood-opal,  267. 
Wood  Tin,  253. 
Woodwardite,  375. 
Worthite,  310. 
Wulfenite,  362. 
Wiirfelerz,  354. 
Wurtzite,  220. 

Xanthophyllite,  336. 
Xanthoaiderite,  259. 
Xenotime,  342. 
Xyloretinite,  393. 

Yenite,  287. 
Yttergranat,  281. 
Ytterspath,  842. 
Yttrocerite,  242. 
Yttrotantalite,  339, 340. 
Yttrotitanite,  314. 

Zaratite,  388. 
Zeolite  Section,  320. 
Zepharovichite,  354. 
Zeunerite,  357. 
Ziegelerz,  244. 
Zietrisikite.  392. 
Zinc,  Native,  204. 
Zinc  blende,  215. 
Zinc  bloom,  v.  Hydrozincite. 
Zinc  ore.  Red,  244. 
Zincite,  244. 
Zinkbluthe,  888. 
Zinkenite,  228. 
Zinkspath,  382. 
Zinnerz,  Zinnstein,  253. 
Zinnkies.  223. 
Zinnober,  218. 
Zinnwaldite,  v.  Lepidolite. 
Zippeite,  375. 
Zircon,  282. 
Zoisite,  286. 
Zoblitzite,  329. 
Zonochlorite,  318. 
Zorgite,  215. 
Zwieselite,  347.. 
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